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PREFACE  TO  FIRST  EDITION 


This  treatise  is  designed  for  practicing  engineers  and  contractors,  and 
also  for  a  text  and  reference  book  on  concrete  for  engineering  students. 

To  broaden  the  scope  of  the  work  and  avoid  personal  inaccuracies,  each 
chapter  has  been  submitted  for  critcism  to  at  least  one,  and,  in  some  cases, 
to  three  or  four  specialists  in  the  particular  line  treated.  We  have  aimed 
to  refer  by  name  to  all  authorities  quoted,  and  where  the  data  is  taken  from 
books  or  {Periodicals,  to  give  the  original  publication,  so  that  each  subject 
may  be  investigated  further.  Proof  clippings  have  also  been  submitted  for 
approval  to  those  whose  names  are  mentioned.  Numerous  cross  refer- 
ences will  be  found  as  well  as  many  repetitions,  inserted  for  the  purpose  of 
emphasizing  important  facts. 

The  chapters  are  arranged  for  convenience  in  reference,  and  therefore 
are  not  always  in  logical  order. 

The  Concrete  Data  in  Chapter  I  presents  a  list  of  definitions  of  words 
and  terms  relating  distinctively  to  cement  and  concrete;  a  summary  of  the 
most  important  facts  and  conclusions,  with  references  to  the  pages  discuss- 
ing them;  data  on  concrete  labor,  and  conversion  ratios. 

The  Elementary  Outline  of  the  Process  of  Concreting,  Chapter  II,  is  de- 
signed, not  for  the  civil  engineer,  but  for  those  seeking  simple  directions  as 
to  the  exact  procedure  in  laying  a  small  quantity  of  concrete.  Most  of  the 
subjects  there  treated  are  discussed  at  length  in  subsequent  chapters. 

The  Specifications  for  Cement  in  Chapter  III  include  the  latest  recom- 
mendations of  committees  oi  our  national  societies,  with  incidental  changes 
to  adapt  them  for  direct  use  in  purchase  specifications.  The  Concrete 
Specifications  have  been  prepared  by  the  authors  to  represent  standard 
practice.  Specifications  for  First-class  or  High  Steel,  drawn  up  by  Mr. 
Taylor,  are,  we  believe,  the  first  recommendations  which  have  been  made 
to  safely  adapt  this  important  material  to  reinforced  concrete  construction. 

In  Chapter  IV  the  Choice  of  Cement  is  considered  in  an  elementary 
fashion,  which  will  serve  as  a  guide  to  the  constructor.  Classification  of 
Cements,  Chapter  V,  distinguishes  the  various  cements  and  limes  manu- 
factured in  the  United  States  and  Europe. 
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Mr.  Spencer  B.  Newberry,  an  international  authority  on  the  subject 
treated,  has  very  kindly  written  for  us  Chapter  VI  on  the  Chemistry  of 
Hydraulic  Cement,  discussing  this  complex  subject  in  such  a  clear  and  prac- 
tical manner  that  it  will  be  of  interest  not  only  to  the  scientist,  but  also  to 
the  general  reader  and  to  the  cement  manufacturer.  Mr..  Newberry  has 
also  criticised  Chapter  V. 

Chapters  VII  and  VIII  give  the  latest  information  on  the  testing  of  ce- 
ment. Chapter  IX  presents  practical  rules  for  selecting  sand  for  mortar, 
and  the  effect  of  different  sands  and  of  foreign  ingredients  upon  its  quality. 
Characteristics  of  the  Aggregate  are  further  treated,  and  practical  data  in 
regard  to  it  are  given  in  Chapter  X. 

The  subject  of  Proportioning  Concrete  has  been  treated,  at  our  request, 
by  Mr.  William  B.  Fuller,  the  concrete  expert,  and  his  practical  use  of 
mechanical  analysis  is  fully  discussed. . 

The  tables  of  Quantities  of  Materials  for  Concrete  and  Mortar^  in  Chapter 
XII,  and  the  diagram  of  curves,  will  be  found  useful  in  estimating  materials. 
The  Strength  of  Concrete,  Chapter  XX,  is  taken  up  from  a  practical 
standpoint  so  that  the  data  may  be  directly  employed  in  design. 

The  theory  and  design  of  reinforced  concrete  are  as  yet  in  an  elementary 
stage,  but  the  rules  and  tables  in  Chapter  XXI  represent  the  most  ad- 
vanced knowledge  on  the  subject. 

Practical  methods  of  Mixing  and  Laying  Concrete  are  treated  in  Chap- 
ters XIII,  XIV  and  XV. 

Mr.  Ren^  Feret,  of  Boulogne-sur-Mer,  France,  whose  extended  researches 
enable  him  to  speak  with  authority,  has  kindly  written  for  us  Chapter 
XVI,  entitled  The  Effect  of  Sea  Water. 

Chapters  XVII,  XVIII  and  XIX,  on  Freezing,  Fire  and  Rust  Protection, 
and  Water- Tightness  are  of  practical  interest  to  the  contracting  engineer. 
Plain  and  Reinforced  Concrete  Structures  are  treated  in  as  much  detail 
as  space  permits  in  Chapters  XXIII  to  XXVIII  inclusive.  The  designs 
are  taken  mostly  from  original  drawings  redrawn  by  the  authors.  They 
have  been  selected,  not  as  extraordinary  productions,  but  because  the  data 
in  regard  to  them  may  be  of  use  in  designing  similar  structures. 

Methods  of  Cement  Manufacture  in  its  modern  types  are  described  in 
detail  in  Chapter  XXX. 

The  References  in  Chapter  XXXI  will  be  found  especially  valuable  to 
one  pursuing  more  extended  investigations  than  can  be  presented  in  a 
volume  of  this  size. 

They  have  been  selected  from  the  large  number  contained  in  the  authors' 
index,  as  those  which  it  may  be  to  the  advantage  of  the  reader  to  consult. 

Note:  The  chapter  numbers  have  been  changed  to  agree  with  the  Second  Edition. 
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The  articles  are  usually  described  by  their  subject-matter  rather  than  by 
their  titles  verbatim. 

Appendix  I  gives  the  method  of  chemically  analyzing  cement  and  cement 
materials  according  to  the  recommendations  of  the  American  Chemical 
Socie' ''. 

Additional  formulas  for  reinforced  concrete  beams,  too  complicated  for 
msertion  in  the  body  of  the  book,  are  given  in  Appendix  II,  these  having 
been  kindly  compiled  by  Prof.  Frank  P.  McKibben  for  this  treatise. 

The  authors  desire  to  express  their  sincere  appreciation  of  the  various 
kindnesses  extended  to  them  while  compiling  the  work.  It  has  been  neces- 
sary, because  of  the  lack  of  authoritative  information  on  many  fundamental 
questions,  not  only  to  conduct  numerous  original  investigations,  but  also  to 
correspond  with  the  most  prominient  engineers  in  this  country,  and  with 
experts  in  England,  France,  and  Austria. 

Mr.  Feret,  besides  writing  the  chapter  on  The  Effect  of  Sea  Water,  has 
kindly  criticised  Chapter  IX,  and  made  numerous  suggestions  which  have 
been  incorporated. 

Mr.  Fuller  has  examined  and  criticised  all  the  chapters  on  practical  con- 
struction, and  Prof.  McKibben  has  rendered  material  assistance  in  the  line 
of  investigations  and  criticisms  relating  to  the  theories  of  reinforced  con- 
crete. 

The  authors  are  indebted  to  many  gentlemen  for  careful  criticism  of 
chapters  or  portions  of  chapters,  for  drawings,  or  for  replies  to  questions, 
and  take  this  opportunity  to  express  their  sincere  appreciation  of  all  such 
assistance.  Among  those  to  whom  especial  acknowledgment  is  due  are 
the  following: 

Messrs.  Earle  C.  Bacon,  David  B.  Butler  (England),  Harry  T.  Buttolph, 
Howard  A.  Carson,  Edwin  C.  Eckel,  William  E.  Foss,  George  B.  Francis, 
John  R.  Freeman,  Charles  S.  .Gowen,  Allen  Hazen,  Rudolph  Hering, 
James  E.  Howard,  Richard  L.  Humphrey,  A.  L.*  Johnson,  George  A.  Kim- 
ball, Robert  W.  Lesley,  Alfred  Noble,  William  Barclay  Parsons,  Henry 
H.  Quimby,  George  W.  Rafter,  Ernest  L.  Ransome,  Clifford  Richard- 
son, Thomas  F.  Richardson,  A.  E.  Schutt^,  W.  Purves  Taylor,  Edwin 
Thacher,  Leonard  C.  Wason,  George  S.  Webster,  Robert  Spurr  Weston, 
Joseph  R.  Worcester;  and  Professors  Ira  O.  Baker,  Lewis  J.  Johnson, 
Edgar  B.  Kay,  Gaetano  Lanza,  Charles  L.  Norton,  Charles  M.  Spofford, 
George  F.  Swain,  Arthur  N.  Talbot. 

Cuts  have  kindly  been  furnished  by  Allis-Chalmers  Co.,  Austin  Manu- 
facturing Co.,  Automatic  Weighing  Machine  Co.,  Bonnot  Co.,  Bradley 
Pulverizer  Co.,  Clyde  Iron  Works,  Contractors  Plant  Co.,  Drake  Standard 
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Machine  Works,  Fairbanks  Co.,  Falkenau-Sindair  Machine  Co.,  FarreJ 
Foundry  and  Machine  Co.,  Iroquois  Iron  Works,  Kent  Mill  Co.,  Link-Belt 
Engineering  Co.,  McKelvey  Concrete  Machinery  Co.,  W.  F.  Mosher  &  Son, 
Tinius  Olsen  and  Co.,  Philadelphia  Pneumatic  Tool  Co  ,  Thos.  Prosser  and 
Son,  Ransome  Concrete  Machinery  Co.,  Riehle  Bros.  Testing  Machine 
Co.,  Robins  Conveying  Belt  Co.,  Sherburne  and  Co.,  T.  L.  Smith,  Henry 
Troemner,  Tucker  and  Vinton. 

FREDERICK  W.  TAYLOR. 

SANFORD  E.  THOMPSON. 
February,  1905. 

The  writer  wishes  to  state  that  the  investigation  and  study  necessary  for 
the  writing  of  this  book  were  done  by  his'  colleague,  Mr.  Thompson,  and 
desires  that  full  credit  for  this  should  be  given  to  him. 

Frederick  W.  Taylor. 


PREFACE  TO  THIRD  EDITION 

Developments  in  reinforced  concrete  as  a  result  of  tests  and  ej^eri- 
ence  since  the  issue  of  the  Second  Edition  have  made  it  necessary  to 
greatly  enlarge  the  treatment  of  design  and  construction. 

As  in  previous  editions,  the  aim  has  been  to  give  to  the  construction 
engineer,  the  architect,  and  the  contractor,  data  for  design  and  for  build- 
ing, and  to  the  student  a  comprehensive  and  practical  text  and  reference 
book  useful  not  merely  for  the  study  of  theory  at  college  but  to  pre- 
serve and  use  in  practice.  The  comprehensive  treatment  of  both  plain 
and  reinforced  concrete  in  a  single  volume — ^for  reinforced  concrete  can- 
not be  made  satisfactorily  unless  the  laws  and  best  practice  in  plain 
concrete  are  followed — give  it  a  peculiar  value  for  the  practicing  engineer. 

The  entire  volume  has  been  revised  and  largely  rewritten.  The  most 
important  changes,  as  indicated,  are  in  the  portion  of  the  book  treating 
of  reinforced  concrete.  Instead  of  a  single  chapter,  three  chapters  are 
presented:  Chapter  XX  on  Theory,  giving  the  derivation  of  formulas; 
Chapter  XXI  on  Tests,  selected  from  exp)eriments  in  this  country  and 
abroad  that  give  a  definite  basis  for  theory  and  practice;  and  Chapter 
XXn  on  Design,  with  working  formulas  and  methods  of  design. 

As  important  features  of  reinforced  concrete,  Chapter  XXIII  on  Build- 
ing Construction  has  been  rewritten  and  enlarged,  giving, as  illustrations, 
drawings  of  typical  structiu*es  and  many  details  showing  methods  of 
handling  the  design  in  the  drafting  rooms  of  the  architect  and  the  en- 
gineer; an  entirely  new  chapter,  XXV,  on  Beam  Bridges  has  been  writ- 
ten with  examples  worked  out  for  different  types  of  design;  Chapters 
XXVII  to  XXXI  have  been  revised. 

The  Arch  chapter  kindly  prepared  by  Prof.  Frank  P.  McKibben  for 
the  second  edition  remains  substantially  the  same;  the  material  on 
stress  distribution  has  been  rewritten  and  transferred  to  Chapter  XX. 

Prominent  among  the  additions  in  the  first  part  of  the  book  are  the 
Specifications  for  Reinforced  Concrete  written  by  the  author  for  the 
construction  of  the  Massachusetts  Institute  of  Technology  buildings; 
the  new  cement  specifications  presented  by  the  Joint  Conferences 
and  adopted  in  191 6;  and  tlie  revised  chapter  on  Chemistry  of  Hy- 
draulic Cements  by  Mr.  Spencer  B.  Newberry.  Chapters  XIII  and 
XIV,  Mixing  and  Depositing,  have  been  rewritten. 
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Chapter  XV  on  the  Effect  of  Sea  Water  has  been  submitted  to  the 
author,  Mr.  R.  Feret,  who  has  approved  it  with  certain  revisions. 

The  effect  of  various  agencies  upon  concrete  is  treated  in  Chapters 
XVI  and  XVII.  Water-tightness,  Chapter  XVIII,  and  Strength  of  Plam 
Concrete,  Chapter  XIX,  particularly  the  latter,  have  been  changed  so 
as  to  give  results  of  recent  tests  and  the  conclusions  derived  from  them. 

In  the  Preface  to  the  Second  Edition  acknowledgment  was  made 
to  Messrs.  E.  D.  Boyer,  R.  D.  Bradbury,  William  B.  Fuller,  Frank  P. 
McKibben,  Spencer  B.  Newberry,  George  F.  Swain,  Arthur  N.  Talbot, 
Joseph  R.  Worcester,  and  Edward  Smulski. 

In  the  Third  Edition  thanks  are  due  Messrs.  Duff  A.  Abrams,  Earnest 
Ashton,  P.  H.  Bates,  Edward  D.  Boyer,  Lewis  R.  Ferguson,  William 
B.  Fuller,  Robert  W.  Lesley,  Spencer  B.  Newbury,  Henry  H.  Quimby, 
Henry  J.  Seaman,  Henry  S.  Spackman,  Charles  M.  Spofford,  Stone  & 
Webster  Engineering  Corporation,  George  F.  Swain,  Arthur  N.  Talbot, 
George -S.  Webster,  Rudolph  J.  Wig,  Joseph  R.  Worcester. 

Special  acknowledgment  is  due  to  Mr.  Edward  Smulski  for  his  most 
valuable  assistance  and  collaboration  in  the  preparation  of  Chapters 
XX,  XXI  and  XXII  on  Reinforced  Concrete;  to  Mr.  Royall  D.  Brad- 
bury for  assistance  in  connection  with  Chapter  XXV  on  Beam  Bridges; 
and  to  Mr.  Harold  M.  Davis  for  thorough  work  of  analysis  of  material 
and  in  preparing  the  book  for  publication. 

Acknowledgment  for  cuts  is  made  to  Aberthaw  Construction  Co^ 
Ambursen  Co.,  American  Concrete  Institute,  American  Luxfer-Prism 
Company,  Atlas  Portland  Cement  Co.,  Austin  Manufacturing  Co., 
Burchartz  Fireproofing  Co.,  Inc.,Condron  Co.,Dayton  Malleable  Iron  Co., 
Engineering  Record,  Fairbanks  Co.,  Farrell  Foundry  &  Machine  Co., 
Howard  &  Morse,  Lakewood  Engineering  Co.,  Special  Committees  on 
Cement  Testing,  Tinius  Olsen  Co.,  Ohio  State  Highway  Department, 
Ransome  Concrete  Machinery  Co.,  Raymond  Concrete  Pile  Co.,  Simp- 
son Bros.  Corp.,  Sterling  Wheelbarrow  Co.,  Stone  &  Webster  Engineer- 
ing Corporation,  G.  L.  Stuebner  Iron  Works,  Trussed  Concrete  Steel 
Co.,  U.  S.  Bureau  of  Standards,  University  of  Illinois. 

Since  the  issue  of  the  Second  Edition  a  great  loss  has  been  suffered  in 
the  death  of  the  senior  author,  Dr.  Frederick  W.  Taylor,  whose  coun- 
sel and  definite  requirements  were  so  instrumental  in  making  the  book 
an  accepted  authority.  In  the  present  revision  an  endeavor  has  been 
made  to  follow  the  principles  laid  down  by  our  beloved  colleague. 

SANFORD  E.  THOMPSON. 
Boston,  November,  191 6. 
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ERRATA 

The  following  slight  corrections  are  given  so  that  they  may  be  en- 
tered in  ink  on  the  proof  pages  and  this  slip  destroyed.  Changes  on 
pages  62  to  78  are  made  to  conform  to  the  1916  revision  of  the 
A.  S.  T.  M.  Standards. 

Page  62.  Sub-titie  II. — Change  "Physical  Properties  and  Tests" 
to  "Physical  Tests." 

Page  62.  Section  7,  line  2. — Change  "see  Par.  51"  to  "see  Sec- 
tion 51." 

Page  63.  Section  11,  line  6. — Change  "specifically  ordered"  to 
"specifically  so  ordered." 

Page  63     Change  the  heading  "Methods  of  Tests,"  to  "Tests." 
Page  65.     Section  26,  line  13. — Change  "precipitate"  to  "precip- 
itated." 

Page  66.,  Imes  11  and  12.— Change  "is"  to  "shall  be." 
Page  68.     Section  29,  line  2. — Change  "cooled  to  the  tempera- 
ture of  the  liquid"  to  "of  the  same  temperature  as  the  liquid. 
Section  31   line  2.— Change  "should  fall"  to  "falls." 
Page  69.    Section  35.    Add  at  the  end,  "described  in  Section  34." 
Section  36,  lipe   1.    Change  "is"  to  "will  be."    Line   1      Read 
"specified  I'mit,  but  within  this  permissible  variation  shall  be  reported 
as  22  per  cent." 

Page  69.  Section  37,  line  4. — Change  "1  g.  =  1  cc."  to  "1  cc.  of 
water  =  1  g." 

Lme  5.— Change  "be"  to  "is." 

Page  70.     Section  40,  line  13.— Change  "cylinder"  to  "rod." 
Page  73.    Change  title  of  Fig.  13  to  read  "Apparatus  for  Making 
soundness  Test  of  Cement." 

Page  75.  Section  49. — Change  side  note  to  read  "Gillmore 
Needles." 

Page  76.    In  title  Fig.  15  (a),  add  "by  Gillmore  Method." 
Page  77.    Section  54,  line  4.— Change  "faU"  to  "Be." 
Page  78.     Section  56,  line  2.— Change  "broken"  to  "tested." 
Section  59. — Change  to  read  as  follows: 

"The  moist  closet  may  consist  of  a  soapstone,  slate  or  concrete 
box,  or  a  wooden  box  lined  with  metal.  If  a  wooden  box  is  used, 
the  interior  should  be  covered  with  felt  or  broad  wicking  kept  wet. 
The  bottom  of  the  mqist  closet  should  be  covered  with  water.  The 
interior  of  the  closet  should  be  provided  with  non-absorbent  shelves 
on  which  to  place  the  test  pieces,  the  shelves  being  so  arranged  that 
they  may  be  withdrawn  readily. 
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CHAPTER  I 

ESSENTIAL  ELEMENTS  IN  CONCRETE 

CONSTRUCTION 

The  forming  of  concrete  structures  is  essentially  a  manufacturing  op- 
eration, and  requires  more  close  attention  to  detail  both  in  the  design 
and  'he  building  than  most  other  classes  of  construction.  For  the 
benefit  of  those  who  are  not  thoroughly  experienced,  a  number  of  the 
most  essential  elements  are  recorded  below  with  references  to  pages 
upon  which  more  detailed  information  may  be  obtained. 

An  outline  of  the  process  of  concreting,  in  elementary  form,  is  given 
in  Chapter  II,  page  ii. 

CEMENT 
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Cement  should  be  sampled  and  tested  in  a  laboratory  except  for 
imimportant  structures 6i 

Cement  should  be  purchased,  even  if  not  tested,  with  the  require- 
ment that  it  must  pass  the  specification  of  the  American  So- 
ciety for  Testing  Materials 28,  6i 

Portland  cement  is  the  only  cement  that  can  be  used  for  all  kinds 
of  concrete  work 12 

SAND 

Tests  of  the  sand,  unless  it  come  from  a  bank  which  has  been  pre- 
viously tested,  are  as  necessary  as  tests  of  the  cement 115 

Vegetable  matter  in  sand,  even  in  small  amount  prohibits  its  use. .  168 
Clay  or  Loam  in  sand  is  sometimes  injurious  to  mortars  because 
introducing  too  much  fine  material,  while  in  other  cases  it  may 

be  beneficial  because  the  fine  material  is  needed 167 

Sharpness  of  grain  is  not  necessary 167 

Quality  of  sand  is  chiefly  dependent  upon  the  coarseness  and  rela- 
tive coarseness  of  its  grains 160 

Fine  sand,  even  if  free  from  vegetable  matter,  makes  a  much  weaker 
concrete  than  coarse  sand.  For  unimportant  work,  if  clean, 
it  may  sometimes  be  used,  but  it  is  usually  cheaper  to  import 
a  coarse  sand  and  use  leaner  proportions 117,  146,  162 
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Nearly  doable  the  cement  must  be  used,  for  equal  strength  with 
an  equally  clean  sand  if  the  grains  are  mostly  less  than  ^-inch 
diameter,  than  if  the  grains  are  mixed  nmning  up  to  J-inch 

More  water  is  needed  in  mortar  of  fine  sand i6o 

Mixed  Sand  usually  weighs  more  and  contains  a  smaller  volume 

of  voids  than  coarse  or  fine  sand 132 

Voids  in  sand  can  not  be  accurately  determined  by  pouring  water 
into  it,  but  can  be  found  by  weighing  the  sand  and  finding  its 
moisture 126 

Comparison  of  Sands  can  not  be  made  by  a  study  of  voids  because 

of  the  effect  of  varying  degrees  of  moisture 138 

Moist  Sand  measured  loose  is  lighter  in  weight  than  loose  dry  sand  137 

SpecificK^ravity  of  dry  sand  may  be  taken  at  2.65 ^23 

COABSE  AGGREGATE 

Mazimmn  size  of  stones  should  be  such  that  the  concrete  is  readily 
placed  around  the  steel  reinforcement  and  into  the  comers  of 
the  forms.  For  reinforced  concrete  a  maximum  size  of  one 
inch  is  sometimes  specified 29 

Soft  stone  should  be  avoided  in  important  structures 323 

Gravel,  if  used,  must  be  clean;  that  is,  the  particles  must  be  free 
from  coating  of  vegetable  matter  or  clay  which  will  retard  the 
setting  or  prevent  the  cement  from  sticking  to  the  pebbles. .   29,  326 

Gravel  can  be  washed  satisfactorily  only  with  special  apparatus ...   228 

Gravel,  because  of  its  rounded  grains,  contains  fewer  voids  than 
broken  stone  even  when  the  particles  in  each  have  passed 
through  and  been  caught  by  the  same  screens 135 

Smallest  Percentage  of  Voids  occurs  in  a  mixture  of  sizes  so  graded 
that  the  voids  of  each  size  are  filled  with  the  largest  particles 
which  will  enter  them 132 

Density  of  a  mixture  of  coarse  stones  and  sand  is  greater  than  that 
of  the  sand  alone 133 

Fuller  and  Thompson's  Experiments  show  that  the  perfect  grada- 
tion of  sizes  of  aggregate  appears  to  occur  when  the  percent- 
ages of  the  mixed  aggregate  passing  different  sizes  of  sieves  are 
defined  by  a  curve  which  is  a  combination  of  an  eUipse  and  a 
straight  line ^ 192 
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With  the  same  Aggregate  the  strength  and  water-tightness  of  a  con- 
crete or  mortar  increases  as  the  percentage  of  cement  in  a  unit 
volume  of  mortar  or  concrete  is  increased 144 

With  the  same  Percentage  of  Cement  the  strength  and  the  water- 
tightness  of  a  concrete  or  mortar  usually  increases  with  the 
density 144 

Concrete  may  often  be  increased  in  strength  and  made  more  water- 
tight by  substituting  more  stone  for  a  portion  of  the  sand 134 

Strongest  Mortar  for  any  given  proportions  of  cement  to  dry  sand 
by  weight  is  obtained  from  sand  which  produces  the  smallest 
volume  of  plastic  mortar 164 

Sharp  Sand  produces  but  sHghtly  stronger  mortar  than  rounded 
sand 167 

Coarse  Sand  produces  stronger  and  usually  more  impervious  mortar 
than  fine  sand 160 

Mixed  Sand,  i.e.,  sand  containing  fine  and  coarse  grains,  in  mortars 
leaner  than  i :  2  usually  produces  stronger  and  more  impervi- 
ous mortars  than  coarse  sand 165 

Fine  Sand  always  produces  mortars  of  lower  strength  than  coarse 
sand . . . .  > 160 

Screenings  from  broken  stone  usually  produce  stronger  mortar  than 
sand 166 

Miztm'es  of  fine  and  coarse  sand  or  of  sand  and  screenings  (or 
crusher  dust)  often  produce  better  mortar  than  either  material 
alone 163 

Variation  of  Sand  in  different  portions  of  the  same  bank  may  be  util- 
ized by  requiring  the  contractor  to  mix  two  sizes  without  exact 
measurement,  so  that  Yhe  material  as  delivered  shall  contain 
not  less  than  a  definite  percentage  of  sand  coarse  enough  to  be 
retained  on  a  certain  sieve 163 

Form  of  Sand  Grains  and  mineralogical  nature  of  sand  have  but 
httle  effect  upon  the  strength  of  the  mortar 167 

Clay  or  Loam  in  the  sand  is  apt  to  weaken  rich  mortars  and 

strengthen  lean  mortars 169 

Qravel  vs.  Broken  Stone  Concrete.  The  difference  in  quality  is  so 
sUght  that  usually  the  cheaper  material  may  be  selected. 
Gravel  concrete,  because  of  the  smooth,  rounded  surfaces,  ap- 
pears from  tests  to  be  weaker  than  broken  stone  concrete  if 
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the  sizes  of  particles  in  the  two  cases  are  alike,  but  a  gravel 
mixture  may  require  less  cement  because  of  better  gradation 
.  of  sizes  of  particles 324 

Wet  vs.  Dry  Concrete.  A  medium  wet  quaking  mixture  gives  the 
most  uniformly  strong  concrete.  Dry  mixed  concrete  may  be 
strongest  at  very  short  periods 251 

Excess  of  Water  decomposes  the  cement  and  is  very  detrimental.. .  318 

PROPORTIONING,  MIXING  AND  PLACING 

Proportions  must  be  accurately  measured 231 

Mixing  must  be  thorough;  concrete  is  improved  by  long  mixing 231 

Machine  mixing  is  better  than  hand  mixing 231,  320 

Enough  water  must  be  used  in  reinforced  concrete  so  the  mass  will 

just  flow  sluggishly  around  the  steel  to  thoroughly  imbed  it.  31,  251 
For  foundations  of  mass  concrete,  a  jelly-like  mass  which  will  shake 

when  being  ranuned  is  best 251 

If  concrete  stiffens  in  barrows  or  in  mixer  it  indicates  that  the  cement 

has  a  "flash"  set  and  it  should  not  be  used 92 

If  cement  with  a  flash  set  has  been  used  inadvertently  the  concrete 

must  be  soaked  with  water  until  it  hardens 93 

Old  and  new  concrete  must  be  bonded  for  tight  work ;  258,  297 

Joints  in  floor  construction  should  be  made  in  center  of  span  32, 259, 284 

Surface  treatment  must  be  skillful,  roughening  is  usually  best 262 

Plastering  on  external  surfaces  should  be  avoided 262 

FORMS 

Forms  must  be  braced  securely  to  avoid  being  thrown  out  of  line 
by  the  concrete  or  by  the  workmen 19,  658 

Struts  and  braces  supporting  the  forms  must  be  strong  enough  to 
withstand  the  weight  of  the  concrete  above  it  and  also  a  con- 
struction load  of  50  to  75  pounds  per  square  foot 658 

Boards  and  planks  need  but  few  nails  unless  the  forms  are  built  so 
that  the  pressure  tends  to  separate  them  from  the  cleats 658 

Forms  should  be  cleaned  of  all  dirt  and  chips  before  laying  con- 
crete.    A  steam  hose  is  effective  for  this  purpose 31 

Colunm  forms  should  be  made  with  cleanout  opening  in  lower  end.  651 

Forms  cannot  be  straightened  or  lined  up  after  concrete  is  placed..  658 

Wall  forms  usually  may  be  removed  in  24  to  48  hours 648 
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Forms  supportiiiif  reinforced  members  should  be  left  in  place  until 
the  concrete  rings  sound  and  is  not  readily  chipped  by  a  blow 
from  a  pick.  In  mild  weather  i  to  4  weeks  is  usually  sufficient, 
according  to  the  character  of  the  member C48 

In  cold  weather  great  caution  must  be  used,  as  concrete  sets  slowly; 

sometimes  the  forms  must  remain  until  warm  weather 648 

If  dead  load,  that  is,  weight  of  the  concrete  itself,  is  large,  the  forms 
must  be  left  longer  for  concrete  to  attain  sufficient  strength. . .  648 

Earth  backfiU  must  not  be  placed  against  a  wall  until  it  is  3  to  4 
weeks  old  unless  forms  are  left  in  place  and  braced. 644 

WATER-TIGHTNESS  OF  CONCRETE  AND  MORTAR 

Excess  of  Cement  increases  water-tightness 298 

AffgrefatCA  should  be  carefully  proportioned  and  graded 298 

Clean  GraTel  is  better  than  broken  stone  for  water-tight  concrete. .  304 

Qnakini^  or  Wet  Consistency  produces  best  results 298 

Lay  Concrete  in  one  continuous  operation 296 

Layers  of  Waterproof  Material  are  sometimes  necessary 302 

Sea-water  use  requires  special  precautions 271 

EFFECT  OF  FREEZING 

Setting  and  Hardening  of  Portland  cement  in  concrete  or  mortar  may 
be  retarded  for  several  months  by  cold  or  freezing 281 

Ultimate  Strength  of  Portland  cement  concrete  and  mortar  appears 
to  be  but  slightly,  if  at  all,  affected  by  freezing 281 

Thin  Scale  is  apt  to  crack  from  the  surface  of  walks  or  walls  which 
have  been  frozen 282 

Heating  the  Materials  hastens  setting  and  retards  the  action  of  frost  285 

Salt  Lowers  the  freezing  point 287 

FIRE  AND  RUST  PROTECTION 

Mix  Concrete  Wet  to  render  it  impervious 292 

Protection  of  Steel  requires  f  inch  to  2  inches  of  concrete 289 

Cinders  do  not  corrode  metal 292 


All  steel  should  be  subject  to  the  bending  test 480 

Steel  must  be  placed  in  exact  position  called  for  on  plans  and  fixed 
in  place  during  process  of  concreting  to  prevent  displacement .   658 
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Bound  steel  can  be  safely  used  in  reinforced  concrete  since  with 
proper  imbedment  the  concrete  adheres  to  it  with  sufficient 
bond  to  develop  the  full  strength  of  the  steel  at  its  elastic 
limit 430 

Square  and  flat  bars  do  not  bond  as  well  as  round 432 

Deformed  bars,  and  bars  with  smaU  diameters,  are  especially 
useful  where  the  stress  falls  off  rapidly,  as  in  footings 673 

Deformed  bars  are  also  advantageous  for  temperature  reinforcement  566 

Structural  steel,  like  T-bars  and  I-beams,  are  not  so  good  for  rein- 
forcement as  plain  round  or  deformed  steel  bars 432 

Structural  steel  may  be  used  in  columns  either  to  take  the  entire 
load  with  concrete  aroimd  it  for  protection,  or  else  to  act  with 
the  concrete.  Although  generally  less  economical  than  plain 
bars,  it  may  permit  smaller  sized  colunms 563 

High  carbon  steel,  if  of  satisfactory  quality  and  thoroughly  tested, 

may  be  used  with  a  higher  working  stress  than  mild  steel 479 

High  carbon  steel,  unless  of  special  quahty,  is  apt  to  be  brittle,  and 
should  not  receive  higher  working  stress  than  mild  steel 480 

Steel  will  not  rust  if  completely  surrounded  with  concrete  of  a  wet 
consistency 292 

Changes  in  temperature  will  not  cause  separation  of  steel  from  the 
concrete 261 

Bars  should  always  be  lapped  for  continuous  reinforcement 497 

DESIGN 

Beinforced  concrete,  should  be  designed  by  experienced  engineers. .  608 
Bending  moments  must  be  selected  for  individual  conditions.. .  502,  510 
Neither  steel  nor  concrete  must  be  overstressed  in  any  part. . .  482,  484 
T-beams  must  be  deep  enough  to  prevent  overstressing  concrete  in 

the  flange 489 

Width  of  flange  of  T-beam  is  limited  by  span  and  thickness  of  slab..  488 

Steel  across  the  top  of  a  girder  is  necessary 486 

Continuous  beams  or  slabs  must  be  designed  at  support  to  resist 

negative  bending  moment.    This  requires  as  much  steel  at  top 

over  support  as  at  bottom  in  the  center 498 

Compression  in  the  bottom  of  a  continuous  beam  or  slab  at  the 

support  must  be  provided  for 496 

Shear  in  a  T-beam  must  be  studied  to  see  that  stem  is  large  enough  488 
Vertical  or  inclined  ateel  is  necessary  to  resist  diagonal  tension —  516 
Bars  must  be  small  enough  to  resist  the  bond  stress. 533 
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Ends  of  bars  must  be  imbedded  or  lapped  far  enough  to  provide 
bond  sufficient  to  prevent  danger  of  pulling  out 539 

Columns  may  be  reduced  in  size  by  using  rich  proportions,  vertical 
reinforcement,  hooping,  or  a  combination  of  these 559 

Hooping  serves  to  increase  the  toughness  of  the  column 560 

Working  strength  of  a  hooped  column,  however,  must  not  be  based 
on  its  ultimate  crushing  strength 560 

ESTIMATING 

Cost  of  Materials  is  readily  estimated  from  the  quantity  used . .  24,  214 
Cost  of  Labor  of  mixing,  and  placing  concrete  can  be  estimated  with 

close  approximation 24,  25 

Cost  of  forms  and  any  incidental  expense  are  the  most  difficult  items 
to  correctly  estimate  and  vary  largely  with  surroimding  condi- 
tions.   For  this  reason,  estimates  for  reinforced  concrete  must 

be  based  upon  very  accurate  data  and  large  experience 26 

For  complete  tables  of  costs  under  all  kinds  of  conditions  with  dis- 
cussion of  economical  methods  of  design  and  construction  see  Con- 
crete Costs  by  the  same  author. 

DATA  ON  HANDLINQ  CONCRETE 

Large  load  of  broken  stone  or  gravel  for  iron  wheelbarrow 

on  short  haul  in  concrete  work 3 .  o  cu.  ft. 

Large  load  of  sand  for  iron  wheelbarrow  on  short  haul  in 

concrete  work 3-  S  "    " 

Average  load  of  ordinary  concrete*  for  iron  wheelbarrow . .    1.9   "     " 

Large         "    "        "  "  "    "  "  ...  2.2  "     " 

Number  of  shovelfuls  of  concrete  per  barrow  in  average  load  13 
«  "        "         «  "        "        «        "     large     "     15 

Average  net  time  of  one  man  filling  wheelbarrow  with  con- 
crete      li  min. 

Quick  net  time  of  one  man  filling  wheelbarrow  with  con- 
crete      I       " 

Average  quantity  concrete*  mixed,  wheeled  50  ft.,  and 

rammed,  per  man,  per  day  of  10  hoursf 2. 2 cu.  yd. 

Large  quantity  concrete*  mixed,  wheeled  50  ft.  and  rammed, 

per  man,  per  day  of  10  hoursf 3     "    " 

*  All  measurements  of  concrete  are  reduced  to  terms  of  quantity  in  place  after  ramming, 
t  Note  that  the  leveling  and  ramming,  but  not  the  labor  on  forms,  are  included  in  this  item. 
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Average  quantity  concrete*  laid  as  above  with  a  gang  of  15 

men  per  day  of  10  hoursf 33    cu.  yd. 

Large  quantity  concrete*  laid  as  above  with  a  gang  of  15  men 

per  day  of  10  hoursf 47     "    " 

Approximate  average   quantity  of  concrete*  leveled  and 

rammed  in  6-inch  layers,  per  man,  per  day  of  10  hours.  .11     "    " 
Approximate  large  quantity  of  concrete*  leveled  and  rammed 

in  6-inch  layers,  per  man,  per  day  of  10  hours 16     "    " 

Approximate  average  surface  of  rough  braced  plank  form 

built  and  removed  by  one  carpenter  per  day  of  10  hours  25  sq.   " 

LABOR  COSTS  OF  HAND  MDONa.]: 

Values  apply  to  1:2:4,  i*2i:5,  and  1:3:6  proportions,  and  approximately  to 
other  ordinary  proportions.  Wages  of  labor  20  cents  per  hour  with  allowance 
included  for  foremen,  superintendence,  miscellaneous  job  expenses,  and  small  tools. 

Liability  insurance,  home  office  expense,  and  profit  are  not  included. 

Labor  Cost 

per  Cu.  Yd.  of 

Concrete. 

mxta^[  and  placi]iff:§  "^iSu^^ 

Sand  and  cement  spread  dry  on  stone $1.05 

Stone  dumped  on  sand  and  cement 1.03 

Sand-cement  mortar  spread  on  stone 1.08 

Add  to  base  cost  per  cubic  yard : 

For  wheeling  sand  each  additional  50  feet $0.01 

stone  0.02 

**    loading  and  hauling  sand  and  gravel  100  feet  ....  0.41 

Add  for  each  100  feet,  up  to  one  mile ....  o.oi 
"    loading  and  hauling  sand  and  gravel  one  or 

more  miles,  per  mile 1.03 

"    screening  gravel  to  separate  sand 0.36 

"    carrying  concrete  on  shovels  14  feet 0.16 

"    wheeling       "        100  feet 0.16 

Add  for  each  100  feet 0.07 

"    wheeling  very  wet  concrete  100  feet 0.22 

Add  for  each  100  feet o.  10 

"    hauling  concrete  in  single  carts  100  feet 0.18 

Add  for  each  100  feet 0.03 

*AI1  measurements  o{  concrete  are  reduced  to  terms  of  quantity  in  place  after  ramming. 

tNote  that  the  leveling  and  ramming,  but  not  the  labor  on  forms  are  included  in  this  item. 

t  Summarized  from  Concrete  Costs,  Table  56,  page  318. 

i  Includes  measuring  aggregates  (and  wheeling  25  feet  if  measured  in  barrows),  wetting  stone,  getting 
and  emptying  cement,  wetting  and  mixing,  shoveling  to  place  or  to  barrows  or  buckets,  leveling  and 
tamping  and  miscellaneous  work.  Number  of  turns:  dry  sand  and  (:ement,  3  turns;  sand<ement 
mortar,  a  turns  diy  and  a  turns  wet;  concrete  3  turns. 
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Portiand  Cement  weighs  per  bag.. .  94  lb.    per  barrel  376  lb.         63 

Natural  Cement       "        "     "        94  "        "        «  282    *'         82 

Empty  Cement  Barrel  weighs  from  15  to  30  lb.  average. .  20   ** 

Portland  Cement,  weight  per  cubic  foot, 

Assumed  in  standard  proportioning 94    "         207 

Packed  as  in  barrels 115    '*         206 

Packed,  based  on  a  3.5  cu.  ft.  barrel 108J  " 

Loose 92    "         206 

Neat  paste,  weight  per  cubic  foot  averages  about 137    **        334 

Volume  made  from  94  lb.  of  Portland  Cement ....  o.  80  cu.ft.  213 

Portland  Cement  Mortar,  proportions  1:2!,  averages 

per  cubic  foot: 135  lb. 

Cement  Barrel,  volume  between  heads, 

Assumed,  based  on  weight  used  in  standard  pro- 
portioning (94  lb.  per  cu.  ft.) 4.0    cu.ft.  207 

Average  for  American  Portland  Cement  barrel  ....3.5     "    "  206 

Average  for  Foreign  Portland  Cement  barrel 3.  25   **    **  206 

Average  for  Natural  Cement  barrel 3.75  "    " 

Portiand  Cement  Concrete,  average  weight  per  cu.  ft.*  249 

Gravel  Concrete  av-crages  in  place 150  lb. 

Sandstone  Concrete  averages  in  place 143    ** 

Limestone  Concrete  averages  in  place 148   " 

Conglomerate  Concrete  averages  in  place 150    " 

Trap  Concrete  averages  in  place 155    '* 

Cinder  Concrete  averages  in  place 112    " 

DEFINITIONS 

Aggreg^ate  is  the  inert  material,  such  as  sand,  broken  stone,  etc. ,  with 
which  the  cement  or  other  adhesive  material  is  mixed  to  form 
concrete  or  mortar.  The  term  is  sometimes  erroneously  ap- 
plied to  the  coarse  material,  such  as  broken  stone,  only. 

Beton  is  the  French  word  for  concrete. 

Beton-Coignet  is  a  mixture  of  hydraulic  lime,  cement,  and  sand ...     45 

Concretef  is  an  artificial  stone  made  by  mixing  cement,  or  some 
sunikr  material — which  after  mixing  with  water  will  set  or 

•  Loose  unraramcd  concrete  is  5%  to  25%  lighter  than  in  place,  according  to  the  consiitency. 
t  Abo  applied  to  mixtures  of  an  aggregate  with  a  material  Mich  as  asphalt— which  liquifies  on 
appUcation  of  heat. 
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harden  so  as  to  adhere  to  inert  material, — and  an  aggregate 
composed  of  hard,  inert  particles  of  varying  size,  such  as  a 
combination  of  sand  or  broken  stone  screenings,  with  gravel, 
broken  stone,  cinders,  broken  brick,  or  other  coarse  material. 

Concrete  Bubble  is  masonry  of  large  stones,  usually  of  derrick  size, 

with  joints  of  concrete  instead  of  mortar 213,  769 

Density  represents  the  ratio  of  the  sum  of  the  volumes  or  mass  of 
the  particles,  or  absolutely  solid  substance,  of  a  material  con- 
tained in  a  measured  unit  volume  to  the  total  measured  unit 
volimie 148 

Mortar  is  a  mixture  of  cement  or  lime  and  sand*  or  other  fine  aggre- 
gate having  water  added  so  as  to  make  it  like  a  paste 

Natural  Cement  is  made  from  natural  rock  containing  the  required 
constituents  in  approximately  uniform  proportions 43 

Paste  is  a  mixture  of  neat,  i.e,,  pure,  cement  or  lime  with  water. 

Portland  Cement  is  made  from  an  artificial  mixture  of  materials 
containing  lime  and  clay 41 

Reinforced  Concrete*  is  concrete  in  which  steel  is  imbedded  to  in- 
crease its  strength 349 

Rubble  Concrete  is  concrete  in  which  large  stones  are  placed. .  213,  769 

Sand  Cement  or  Silica  Cement  is  a  mechanical  mixture  of  Portland 
cement  and  fine  sand 41 

*A  more  complete  definition  of  reinforced  concrete  is  ^ven  on  page  349< 
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CHAPTER   n 

ELEMENTARY  OUTLINE  OF  THE  PROCESS  OF 

CONCRETING 

This  chapter  is  not  written  for  experienced  dvil  engineers  and  contrac- 
tors, nor  for  those  who  desire  to  make  a  scientific  study  of  methods  and 
principles.  On  the  contrary,  it  is  merely  an  elementary  outline,  indicating 
to  the  inexperienced  the  various  steps  which  must  be  taken  with  this  class 
of  masonry.  In  subsequent  chapters  the  various  divisions  of  the  subject 
are  treated  in  detail. 

The  question  as  to  whether  concrete  is  preferable  to  some  other  form  of 
masonry  may  often  resolve  itself  into  a  question  of  cost.  The  cost,  in 
turn,  is  dependent  upon  the  character  of  the  structure,  the  rate  of  labor 
and  the  price  of  the  various  materials  entering  into  the  work.  Portland 
cement  concrete  has  been  laid  in  large  masses  at  as  low  a  price  as  $3  per 
cubic  yard,  while  for  thin  walls  built  under  disadvantageous  conditions  the 
cost  of  constructing  molds  may  cause  it  to  run  as  iiigh  as  $30  per  cubic 
yard,  and  in  the  case  of  ornamental  work  even  above  this.  Before  esti- 
mating the  cost  in  any  case,  the  materials  must  be  chosen  and  the  relative 
proportions  of  the  ingredients  determined  from  a  consideration  of  the 
design  of  the  structure. 

WHERE    CONCRETE    MAY   BE   USED 

By  far  the  largest  proportion  of  Portland  cement  concrete  is  laid  in 
heavy  foundation  work  and  in  other  structures,  such  as  tunnels  and  sub- 
ways, below  the  surface  of  the  ground.  It  is  peculiarly  adapted  for  foun- 
dations of  engines  or  machinery,  heavy  walls,  piers,  etc.  In  the  former 
the  concrete  is  often  carried  all  the  way  up  to  the  base  of  the  engine  or 
machine,  instead  of  being  topped  with  brick  or  stone.  It  is  widely  used 
for  sidewalks  or  floors  upon  the  ground  level,  and  for  suspended  floors. 
When  suitably  reinforced  with  steel,  it  furnishes  probably  the  most  econom- 
ical and  effective  material  for  fire-proof  construction.  Its  use  for  walls  of 
buildings  is  largely  increasing,  but  on  account  of  the  very  indefinite  time 
required  in  the  building  and  moving  of  forms  the  cost  may  largely  exceed 
the  original  estimate  unless  the  builder  is  experienced  in  this  class  of  work. 
Under  favorable  conditions,  however,  a  6-inch  wall  of  concrete  will  cost  no 
more,  and  usuaUy  less,  than  a  12-inch  wall  of  brick  work,  and  will  be 
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stronger,  more  durable,  and  fire-proof.    The  strength  of  concrete  columns 
and  beams  is  readily  calculated  by  means  of  formulas. 

Concrete  is  destined  to  be  used  to  a  large  extent  in  the  construction  of 
tanks  and  vats  for  holding  various  liquids  which  attack  wood  and  iron. 
Their  construction  is  comparatively  simple,  but  the  work  must  be  care- 
fully performed  if  the  result  is  to  be  permanent  and  satisfactory.  Concrete 
is  especially  suitable  for  all  kinds  of  arches,  because  the  stresses  therein 
are  chiefly  compressive.  Other  classes  of  work  for  which  concrete  is  largely 
employed  are  dams,  retaining  walls,  penstocks,  bridges,  abutments,  sewer 
and  water  conduits,  and  reservoirs.  For  ornamental  work  developments 
are  constantly  being  made,  and  it  is  noteworthy  that  concrete  or  mortar 
can  be  cast  in  molds  in  a  somewhat  similar  manner  to  that  in  which  plaster 
of  Paris  is  run  for  interior  decoration. 


SELECTION    OF    MATERIALS 

Concrete  is  ordinarily  composed  of  cement,  sand,  gravel  or  crushed 
stone,  or  both,  and  water.  The  selection  of  each  of  these  materials  is 
largely  dependent  upon  local  conditions,  and  no  unalterable  rule  can  be 
laid  down  in  regard  to  it,  but  certain  general  conditions  may  serve  as  a 
guide  to  the  inexperienced. 

Gement.  It  is  a  wise  rule  to  use  Portland  cement  for  nearly  all  classes 
of  concrete,  and  the  remarks  in  this  chapter  are  based  entirely  upon  this 
material.  Portland  cement  is  more  uniform  and  therefore  tnore  reliable, 
while  its  strength  is  so  much  higher  than  Natural  cement  that  by  mixing  it 
with  larger  proportions  of  sand  and  stone,  properly  graded,  it  will  usually 
)deld  better  results  at  less  cost  than  Natural  cement. 

If  the  job  is  small  and  unimportant,  it  is  generally  safe  to  select  in  the 
market  a  brand  of  Portland  cement  of  American  manufacture  which  has 
a  first-class  reputation,  and  to  use  it  without  testing.  As  a  precaution, 
however,  it  is  usually  advisable  that  samples  from  a  few  of  the  packages  of 
every  shipment  be  tested  for  soundness.  This  can  be  done  after  a  little 
practice  with  scarcely  any  apparatus.  (See  p.  72.)  For  very  important 
concrete  construction  complete  specifications  should  be  prepared  before 
purchasing  the  cement,  and  a  small  laboratory  established  for  conducting 
tests  to  determine  whether  it  is  fulfilling  the  requirements.      (See  p.  61.) 

Aggregate.  The  sand  and  broken  stone  or  gravel  are  termed  the 
aggregate.  The  sand  should  be  clean.  One  may  obtain  some  idea  of  its 
cleanliness  by  placing  it  in  the  palm  of  one  hand  and  rubbing  it  with  the 
fingers  of  the  other.     If  the  sand  is  dirty,  it  will  badly  discolor  the  palm. 
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Unless  from  a  bank  of  known  quality,  a  sand  should  be  tested  for  tensile 
strength  of  mortar  (see  p.  1 1 5)  before  using.  Preference  should  be  given 
to  sand  containing  a  mixture  of  coarse  and  fine  grains.  Extremely  fine 
sand  even  if  clean  makes  a  weak  mortar  and  should  never  be  used  unless 
with  a  large  excess  of  cement. 

Either  crushed  stone  or  clean  gravel,  or  both,  is  suitable  for  the  coarse 
aggregate.  It  is  chiefly  a  question  of  cost.  If  the  gravel  is  chosen, 
greater  uniformity  is  attained  by  screening  it  over,  say,  a  |-inch  mesh 
screen,  and  then  remixing  the  sand  which  falls  through  the  screen  with 
the  coarser  gravel  in  definite  proportions,  than  by  taking  the  run  of  the 
bank.  If  the  gravel  is  dirty  or  clayey  it  should  be  washed  with  a  hose, 
a  little  at  a  time,  before  it  is  shoveled  on  to  the  mixing  platform. 

Broken  stone,  if  selected,  may  be  used  unscreened  as  it  comes  from 
the  crusher,  although  it  is  preferable  to  screen  out  the  dust  and  to  use 
the  latter  as  a  portion  of  the  sand.  The  maximum  size  is  usually 
limited  to  2J  inches  for  heavy  construction.  A  smaller  size  than  this, 
say  one  inch,  will  give^  with  less  care,  a  finer  surface  and  should  be  used 
for  reinforced  concrete.  In  a  thick  wall  large  sound  stones  may  be 
placed  by  hand  or  derrick  without  detriment  to  the  work,  providing  the 
consistency  of  the  concrete  is  thin  enough  to  properly  imbed  them. 

PROPORTIONS 

Accurate  methods  of  proportioning  the  cement  and  aggregate  in  concrete 
are  discussed  in  chapter  X,  page  175,  and  if  a  large  or  very  important  mass 
is  under  consideration,  or  if  the  work  must  be  water-tight,  the  correct  pro- 
portioning requires  more  careful  consideration  than  can  be  given  it  in 
this  chapter.  The  method  often  adopted  of  pouring  water  into  the  coarser 
material  to  determine  the  percentage  of  voids,  and  thus  finding  the  quan- 
tity of  sand  to  use  for  filling  them,  is  apt  to  be  misleading,  because  so  much 
depends  upon  the  compactness  of  the  stone,  due  to  the  method  of  handling 
it  —  that  is,  whether  placed  quietly,  dropped,  thrown,  or  shaken  down  — 
and  because  in  the  majority  of  cases  the  sand  contains  many  grains  so 
large  that  they  will  not  enter  the  smaller  voids  of  the  coarser  material. 
In  a  small  job  it  is  sufficiently  accurate  to  select  the  proportion  of  cement 
to  sand  which  will  give  the  required  strength  to  the  concrete,  and  then  use 
twice  as  much  gravel  or  broken  stone  as  sand.  In  figuring  the  capacities 
of  the  measures  for  the  sand  and  stone  it  must  be  remembered  that  a  barrel 
of  Portland  cement  weighs  376  pounds,  not  including  the  barrel,  and  a 
bag  of  Portland  cement  94  pounds,  and  we  may  assume  for  convenience 
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that  a  cement  barrel  holds  4.0  cubic  feet.  This  is  af air  average  measure- 
ment of  a  heaped  barrel,  or  a  barrel  with  both  heads  removed — a  con- 
venient measure  for  sand. 

As  a  rough  guide  to  the  selection  of  materials  for  various  classes  of 
work,  we  may  take  four  proportions  which  differ  from  each  other  simply 
in  the  relative  quantity  of  cement: 

(a)  A  Rich  Mixture  for  columns  and  other  structural  parts  subjected  to 

high  stresses  or  requiring  exceptional  water-tightness:  Propor- 
tions i:  ij:  3;  that  is,  one  barrel  (4  bags)  packed  Portland  ce- 
ment to  li  barrels  (6  cubic  feet)  loose  sand  to  3  barrels  (12  cubic 
feet)  loose  gravel  or  broken  stone. 

(b)  A  Standard  Misrture  for  reinforced  floors,  beams  and  coliunns,  for 

arches,  for  reinforced  engine  or  machine  foundations  subject  to 
vibrations,  for  tanks,  sewers,  conduits,  and  other  water-tight  work : 
Proportions  1:2:4;  that  is,  one  barrel  (4  bags)  packed  Portland 
cement  to  2  bbl.  (8  cu.  ft.)  loose  sand  to  4  barrels  (16  cu.  ft.) 
loose  gravel  or  broken  stone. 

(c)  A  Medium  Mixture  for  ordinary  machine  foundations,  retaining 

walls,  abutments,  piers,  thin  foundation  walls,  building  walls, 
ordinary  floors,  sidewalks,  and  sewers  with  heavy  walls:  Propor- 
tions i:  2|:  5;  that  is  one  barrel  (4  bags)  packed  Portland  ce- 
ment to  2^  barrels  (10  cu.  ft.)  loose  sand  to  5  barrels  (20  cu.  ft.) 
loose  gravel  or  broken  stone. 

(d)  A  Lean  Mixture  for  unimportant  work  in  masses,  for  heavy  walk, 

for  large  foundations  supporting  a  stationary  load,  and  for  back- 
ing for  stone  masonry:  Proportions  1:3:6;  that  is,  one  barrel  (4 
bags)  packed  Portland  cement  to  3  barrels  (12  cu.  ft.)  loose  sand 
to  6  barrels  (24  cu.  ft.)  loose  gravel  or  broken  stone. 
The  above  specifications  are  based  upon  fair  average  practice.     If  the 
aggregate  is  carefully  graded  and  the  proportions  are  scientifically  fixed, 
smaller  proportions  of  cement  may  be  used  for  each  class  of  work. 

QUANTITIES    OF    MATERIAL 

• 

Inexperienced  contractors  have  often  lost  money  by  assuming  that  the 
quantity  of  gravel  plus  the  quantity  of  sand  required  will  be  equivalent  to 
the  volume  of  the  finished  concrete  —  that  is,  that  7 J  cubic  yards  of  con- 
crete in  the  proportions  of  i:  2J:  5  will  require  2^  cubic  yards  of  sand  and 
5  cubic  yards  of  gravel.  This  is  absolutely  wrong,  since  the  grains  of  sand 
fill,  to  a  certain  Extent,  the  spaces  between  the  larger  pebbles.  It  is  incor- 
rect* on  the  other  hand,  to  figure  a  quantity  of  gravel  equal  to  the  total 
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volume  of  the  concrete,  because  the  introduction  of  the  mortar,  which  is 
always  in  excess  of  the  actual  voids,  swells  the  bulk. 

If  gravel  or  stone  having  particles  of  uniform  size  is  used  it  must  be 
recognized  that  the  work  will  cost  from  5  to  10  per  cent,  more,  on  account 
of  the  additional  quantity  of  material  required  to  make  a  given  volume  of 
concrete.  In  measuring  the  gravel  or  stone  before  mixing  there  will  be 
less  solid  matter  in  a  measure,  and  consequently  more  sand  and  cemeni 
will  be  necessary  to  fill  the  spaces  between  the  stones.  This  fact, 
which  is  often  overlooked  even  by  experienced  men,  is  illustrated  in  a 
somewhat  exaggerated  fashion  in  Figs,  i  and  a.     Here  Fig.  i  illustrates 


Flc.  7. — Dry  Materials  and  Mixture  when  the  Stone  is  of  varying  sizes.    {Set  p.  15.) 


the  measurement  of  the  dry  materials  and  the  mixture  produced  therefrom 
when  the  stone  has  been  screened  to  one  uniform  size,  while  Fig.  2  shows 
thedry  materials  and  the  mixture  when  the  stone  is  what  is  termed  "crusher 
run  "  —  that  is,  of  varying  sizes  as  it  comes  from  the  crusher. 

It  is  obvious  at  a  glance  that  the  uniform  stone  measured  in  Fig.  i  con- 
tains less  solid  stone  than  the  graded  stone  measured  in  Fig.  2.  The  spaces 
tietween  the  stones  in  the  first  case  are  very  nearly  equal  to  the  volume  of 
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the  solid  particles,  and  as  the  measure  of  the  sand  is  one-half  that  of  the 
stone,  and  the  particles  of  cement  fill  the  voids  in  the  sand,  this  sand  and 
cement  mixes  in  between  the  stones,  Ming  the  spaces  or  voids,  and  re- 
sulting in  a  mixture  but  very  slighdy  greater  in  volume  than  the  stone 
alone.  In  the  second  case,  Fig.  2,  the  spaces  between  the  large  stones  in 
the  stone  measure  are  filled  with  graded  smaller  stones,  so  that  there  is  a 
much  smaller  volume  of  spaces  or  voids.  Hence,  when  the  sand  and 
cement,  which  are  identical  with  that  in  Fig.  i,  are  mixed  with  it  the 
volume  of  mixture  becomes  considerably  larger  than  the  original  bulk  of 
the  stone.  Consequently,  if  we  start  with  definite  proportions  of  materials, 
more  concrete  will  be  made  with  graded  stone  —  such  as  "crusher  run" 
broken  stone,,  or  gravel  containing  various  sizes,  ranging,  say,  from  J  inch 
up  to  2  inches  —  than  if  the  stone  has  been  screened  to  uniform  size.  If, 
on  the  other  hand,  the  proportions  of  the  materials  are  changed  on  account 
of  the  fewer  voids  in  the  mixed  stone,  and  less  sand  and  cement  are  used, 
a  saving  in  these  materials  results. 

Fuller's  Rule  for  Quantities.  The  simplest  rule  for  determining  the 
quantities  for  a  cubic  yard  of  concrete  is  one  devised  by  William  B. 
Fuller.     Expressed  in  words  it  is  as  follows: 

To  find  the  number  of  barrels  of  Portland  cement  per  cubic  yard  of 
concrete,  divide  10.5  by  the  sum  of  the  parts  of  all  the  ingredients. 

To  find  the  cubic  yards  of  sand  per  cubic  yard  of  concrete,  divide 
1.55*  by  the  sum  of  the  parts  of  all  the  ingredients  and  mull^  ^^ ,  '  -  ^^^ 
number  of  parts  of  sand.  '  watts . 

To  find  the  cubic  yards  of  gravel  per  cubic  yard  of  concrete,  divide 
1.55*  by  the  sum  of  the  parts  of  all  the  ingredients  and  multiply  by  the 
number  of  parts  of  gravel. 

Let     c  =  number  of  parts  of  cement. 
s  =  number  of  parts  of  sand. 
g  =  number  of  parts  of  gravel  or  broken  stone. 
Then 

10.5         __  number  of  barrels  of  Portland  cement  per  cubic 
c^  s  +g  yard  of  concrete. 

1.55         _  number  of  cubic  yards  of  sand  per  cubic  yard  of 


C  +  s  +g  concrete. 

1.55         _  number  of  cubic  yards  of  gravel  y.er  cubic  yard 
c  +  s-\-  g  of  concrete. 

*  1.55  is  the  result  of  multiplying  10.5  and  4,  and  dividing  by  27 1  where  X0.5  is  empirical;  4  is  the 
volume  of  a  cement  barrel  in  cubic  feet,  and  37  is  the  number  of  cubic  feet  in  a  cuUc  yard. 
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The  following  table,  made  up  from  Fuller's  rule,  represents  fair 
averages  of  all  classes  of  material.  The  first  figure  in  each  proportion 
represents  the  unit,  one  barrel  (4  bags),  of  packed  Portland  cement 
(weighing376pounds),  the  second  figure,  the  number  of  barrels  loose  sand 
(4  cubic  feet  each)  per  barrel  of  cement,  and  the  third  figure,  the  number 
of  barrels  loose  gravel  or  stone  (4  cubic  feet  each)  per  barrel  of  cement: 


Materials  for  One  Cubic  Yard  of  Concrete 

Proportions. 

Cement,  Barrels. 

Sand,  Cubic  Yards. 

Gravel  or  Stone, 
Cubic  yards. 

1:2:4 
I  :  2j  :  5 
1:3:6 

1:4:8 

1.50 
1.24 

1.05 

0.81 

0.45 
0.46 

0.47 
0.48 

0.89 
0.92 

0.93 

0.96 

If  the  coarse  material  is  broken  stone  screened  to  uniform  size  it  will, 
as  is  stated  above,  contain  less  solid  matter  in  a  given  volume  than  an 
average  stone,  and  about  5  per  cent,  must  be  added  to  the  quantities 
of  all  the  materials.  If  the  coarse  material  contains  a  large  variety  of 
sizes  so  as  to  be  quite  dense,  about  5  per  cent,  may  be  deducted  from  all 
of  the  quantities. 

Example. — ^What  materials  will  be  required  for  six  machine  founda- 
tions, each  5  feet  square  at  the  bottom,  4  feet  square  at  the  top,  and  8 
feet  high? 

Answer, — ^Each  pier  contains  163  cubic  feet,  and  the  six  piers  therefore 
6X  163 


contam 


27 


=  36.2  cubic  yards.    If  we  select  proportions  i  :  2^  :  5, 


we  find,  multiplying  the  total  volume  by  the  quantities  given  in  the 
table,  that  there  will  be  required,  in  round  numbers,  45  barrels  packed 
cement,  16.7  cubic  yards  loose  sand,  33.3  cubic  yards  loose  gravel. 


TOOLS  AND  APPARATUS  REQUIRED  FOR   CONCRETE   WORK 

The  quantity  of  tools  will,  of  course,  vary  with  the  size  of  the  gang. 
The  following  schedule  is  based  upon  a  small  gang  of  eight  or  ten  men, 
making  concrete  by  hand: 

Eight  square  pointed  shovels,  size  No.  3,  and  such  as  illustrated  in 

Fig.  3,  page  18.     (If  a  very  wet  mixture  is  used  substitute  small 

coal  scoops.) 
Three  iron  wheelbarrows,  Fig.  4,  page  18. 
Two  ranuners,  Figs.  75  and  76,  page  258. 


a 
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One  mixing  platform,  about  15  feet  square,  built  so  substantially  that  it 
can  be  naoved  without  coming  to  pieces,  and  having  a  2  by  3-inch 
strip  around  the  edge  to  prevent  waste  of  materials  and  water. 
On  a  small  job  this  may  be  of  i-inch  stuff,  resting  on  joists  about 
3  feet  apart,  provided  it  is  stiffened  by  being  tongued  and  grooved. 


Fig.  3.— Square  Pointed  Shovel.    (5te  p,  17,) 


Hg.  4.— Concrete  Wheelbarrow.    (See  f.  17.) 


One  measuring  box  or  barrel  for  sand,  of  a  capacity  for  one  batch  of  con- 
crete. A  convenient  measure  is  a  cement  barrel,  either  whole  or 
sawed  in  two,  with  both  heads  removed.  It  is  filled  and  then  lifted  in 
such  a  manner  as  to  spread  the  sand. 

One  measuring  box  for  gravel  {see  Fig.  5)  of  a  capacity  for  one  batch  oJ 
concrete. 
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Lumber  for  making  and  bradng  forms. 

Nuils  and,  for  some  kinds  of  work,  bolts,  for  forms. 


00M8TBU0TI0N  Or  FORMS 

Green  spruce  or  fir  lumber  is  suitable  for  forms.  If  a  smooth  face  I'a 
required  the  surface  of  the  boards  or  plank  next  to  the  concrete  mu.st  be 
dressed  and  the  edges  tongued  and  grooved  or  beveled.  The  forms  must 
be  nearly  water-tight.  The  sheeting,  which  is  usually  laid  horizontal,  may 
be  I  inch,  i  J  inch  or  2  inches  thick,  the  distance  apart  of  the  studding  being 
governed  by  the  thickness  selected.  The  studs  must  be  placed  not  more 
than  2  feet  apart  for  i-inch  sheeting  nor  more  than  5  feet  apart  for  a-inch 
sheeting.  They  must  be  securely  braced  so  as  to  withstand  the  pressure 
ef  the  soft  concrete  and  of  the  puddling  or  ramming. 

The  lower  portion  of  a  foundation  wall  in  a  trench  excavated  in  earth  so 
stiff  as  to  stand  nearly  vertical  may  sometimes  be  laid  with  no  form  at  all, 
and  then  narrowed  in  at  the  top  to  the  required  thickness,  but  if  the 
sides  of  the  trench  are  sloping  it  is  generally  cheaper  to  save  concrete 
material   by  carrying  the  forms  to  the   bottom.     A  thin  wall  may   be 


Fig.  6. — Fonns  for  Foundation  Walls.     {Ste  p.  1 
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greatly  strengthened  by  spreading  the  base,  which  is  readily  accomplished 
by  starting  the  boards  or  plank  6  or  8  inches  above  the  bottom  of  the 
excavation  and  allowing  the  soft  concrete  to  flow  out  under  them  on 
both  sides  of  the  wall  so  as  to  make  footings,  as  shown  in  Fig.  6.  If 
some  of  the  studs  themselves  are  extended  to  run  down  into  the  ground 
they  should  be  tapered  and  greased  so  that  they  may  be  withdrawn 
without  injury  to  the  concrete. 

For  all  walls  under  9  or  10  inches  in  thickness,  small  steel  rods  i  or 
I  inch  in  diameter,  spaced  about  12  inches  apart,  will  greatly  increase  the 
stiffness  and  add  to  the  safety  of  the  structure,  especially  while  the  con- 
crete is  hardening. 

Forms  must  be  left  in  place  for  three  or  four  weeks  if  there  is  earth  or 
water  pressure  against  the  wall.  If,  on  the  other  hand,  there  is  no  strain 
upon  it,  24  hours  setting,  or  until  the  concrete  will  stand  the  pressure  of 
the  thumb  without  indentation,  is  sufficient. 

Further  descriptions  of  form  construction  and  methods  of  design  are 
given  in  Chapter  XXIII,  p.  646.  Forms  for  special  structures  are  de- 
scribed and  illustrated  in  subsequent  chapters  treating  of  concrete 
design. 

BOXING  AND  LAYING  OONORETE 

The  advisability  of  employing  machinery  for  mixing  the  concrete  depends 
chiefly  upon  the  quantity  to  be  laid.  On  a  small  job  the  first  cost  of 
mixing  machinery  and  the  running  expenses,  such  as  the  labor  of  the  engine- 
man,  which  continue  when  the  machine  is  idle,  may  bring  the  cost  of  ma- 
chine-mixed concrete  higher  than  hand-mixed.  The  decision  may  be 
based  entirely  upon  the  cost  per  cubic  yard  of  concrete  laid,  provided  a 
first-class  machine  is  employed,  since  good  concrete  can  be  made  either  by 
machine  or  by  hand.  The  various  types  of  concrete  mixers  and  the  methods 
of  employing  them  are  discussed  in  Chapter  XIII,  p.  231. 

The  foreman  for  a  gang  of  concrete  mixers  need  not  be  of  great  intelli- 
gence, but  must  be  one  who  will  obey  orders  strictly,  and  know  how  to 
keep  all  of  his  men  constantly  busy.  The  amount  of  work  turned  out  will 
depend  to  quite  an  extent  on  the  arrangement  of  the  gang,  whether  each 
man  has  certain  definite  operations  to  perform  over  and  over  again^  and 
whether  these  operations  fit  into  the  work  of  the  rest  of  the  gang  so  that 
none  of  the  men  have  idle  moments. 

A  gang  of  at  least  6  men  besides  the  foreman  is  required  even  on  small 
work,  while  as  many  as  23  men  may  be  effectively  employed.  In  addition 
to  these,  an  inspector  is  generally  necessary-  to  watch  the  DUu^ing  of  th^ 
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concrete  and  see  that  the  mixture  is  uniform  and  of  prof)er  consistency. 
Cheap  laborers,  as  for  instance  Italians,  make  good  men  for  mixing  and 
transporting  the  concrete. 

The  materials  for  the  concrete  ought,  of  course,  to  be  deposited  as  near 
the  work  as  possible.  The  cement,  whether  it  comes  in  bags  or  barrels, 
must  be  sheltered  from  the  rain.  Covering  with  plank  is  insufficient. 
Bags  should  be  protected  from  moist  atmosphere;  a  cellar  is  likely  to  be 
too  damp.  To  keep  the  sand  and  stone  as  near  the  mixing  platform  as 
possible,  it  may  be  advantageous  to  haul  the  materials  as  they  are  required 
from  day  to  day.  If  the  sand  or  stone  pile  is  at  an}  time  farther  from  the 
measuring  boxes  than  a  man  can  profitably  throw  witn  snovels  without 
walking,  say  more  than  8  or  10  feet,  do  not  hesitate  to  have  it  loaded  into 
wheelbarrows  and  dumped  into  the  measuring  boxes.  Materials  can  be 
wheeled  in  barrows  to  a  distance  of  10  to  25  feet  from  the  platform  at 
about  the  same  cost  that  they  can  be  shoveled  direct  with  a  long  throw. 

There  are  many  methods  of  mixing  concrete  by  hand,  as  discussed  in 
Chapter  Xlil,  all  of  which  with  care  produce  good  work.  For  the  con- 
venience of  the  inexperienced  the  following  directions  for  the  work  of  a 
small  gang  of  six  men  with  foremen  may  be  useful.  They  are  given  merely 
for  illustration,  and  must  be  more  or  less  varied  to  suit  local  circumstances. 

Directions  lor  Miziiig  Oonerete.  Assume  a  gang  of  four  men  to 
wheel  and  mix  the  concrete,  with  two  other  men  to  look  after  the  placing 
and  ramming. 

Wlien  starting  a  batch,  two  mixers  shovel  or  wheel  sand  into  the  measur- 
ing box  or  barrel  —  which  should  have  no  bottom  or  top  —  level 
it  and  lift  off  the  measure,  levehng  the  sand  still  fiu'ther  if  necessary. 
They  then  empty  the  cement  on  top  of  the  sand,  level  it  to  a 
layer  of  even  thickness,  and  turn  the  dr}-  sand  and  cement  with  shovels 
three  times,  as  described  below,  after  which  the  mixture  should  be  of 
uniform  color. 

WTiile  these  twu  men  are  mixing  sand  and  cement,  the  other  two  fill  the 
gravel  measure  about  half  full,  then  the  two  sand  men  take  hold  witli  them, 
and  complete  filling  it.  The  gravel  measure  is  Hfted,  the  gravel  hollowed 
out  sHghtly  in  the  center,  and  the  mixture  of  sand  and  cement  shoveled  on 
top  in  a  layer  of  nearly  even  thickness.*  A  definite  number  of  pails  are 
filled  \\Tith  water,  and  poured  directly  on  the  top  of  these  layers,  greater 
uniformit}'  being  thus  attained  than  by  adding  the  water  directly  from 
a  hose.     After  soaking  in  slightly  the  mass  is  ready  for  turning. 

♦  Some  engineers  pirfrr  to  spread  the  stone  on  top  of  the  sand  and  cement,  while  others 
prefer  to  nxxx  the  water  with  the  sand  and  cement  before  adding  them  to  the  stone. 
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The  method  illustrated  in  Fig.  7  of  turning  with  shovels  materials 
which  have  already  been  spread  in  layers  is  as  follows: 

Two  men,  a  and  b,  with  square  pointed  shovels,  stand  facing  each  other 
at  one  end  of  the  pile  to  be  turned,  one  working  right-handed  and  the  other 
left-handed.  Each  man  pushes  his  shovel  along  the  platform  imder  the 
pile,  lifts  the  shovelful,  turns  with  it,  and  then,  turning  the  shovel  com- 
pletely over,  and  with  a  spreading  motion  drawing  the  shovel  toward  him- 
self, deposits  the  material  about  2  feet  from  its  original  position.  Repeti- 
tions of  this  operation  will  form  a  flat  ridge  of  the  material,  on  a  line  with 
the  pile  as  it  originally  lay,  and  flat  enough  so  that  the  stones  will  not  roll. 
As  soon  as,  but  not  before,  a  single  ridge  is  complete,  two  other  men, 
c  and  dy  should  start  upon  this  ridge,  turning  the  materials  for  the 
second  time,  as  shown  in  the  illustration,  and  forming  as  before  a  flat  ridge 
and  finally  a  level  pile  which  gradually  replaces  the  last.  A  third  mixing 
is  accomplished  in  a  similar  way. 

Fig.  7  gives  the  position  of  the  piles  as  the  concrete  is  being  turned. 
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Flo.  7.  —  Position  of  Men  and  Concrete  on  Platform  while  Turning*    (Sft  ^  ftftv) 
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A  portion  of  the  original  layers  i^  shown  at  />,  the  ridge  formed  by  men  (7 
and  />  shoveling  from  pile  />  i.^  sliown  at  g,  and  the  beginning  of  the 
ridge  formed  bv  men  c  and  d  is  shown  ai  rr.  The  third  turn  inn  is  not 
shown. 

The  quantity  of  water  used  must  be  varied  aicording  to  the  moisture  in 
the  materials  and  the  consistency  required  in  the  concrete.  While  the 
opinions  of  engineers  regarding  the  pro}>er  consistency  var}-  widely,  it  is 
ad^^sable,  the  authors  believe,  for  an  inex[)erienced  gang  to  u>e  an  excess 
of  water.  The  rule  may  be  made  in  hand  mixing  to  use  a.s  much  water  as 
can  be  thoroughly  incorporated  with  the  materia  1>.  Concrete  thus  made 
will  be  so  soft  or  '* mushy"  that  it  will  fall  oti"  the  ^hovel  unless  handled 
quickly. 

After  the  material  has  been  turned  twice,  a^  de.scribed,  and  as  soon  as 
the  third  turning  has  been  commenced,  two  of  the  mixers  who  have 
finished  turning  may  load  the  concrete  into  barrows  and  wheel  t(»  }>lace. 
They  should  fill  their  own  barrows,  and  after  the  ma.v^  has  been  com- 
]>letely  turned  for  the  third  time  by  the  other  two  men  the  latter  .should 
start  filling  the  gravel  measure  for  the  next  batch. 

If  the  concrete  is  not  wheeled  over  50  feet,  four  experienced  men 
ought  to  mix  and  wheel  on  the  average  about  10 2  batches  in  ten  hoiu-s. 
This  figure  is  based  on  proportions  i  12^  15,  and  assumes  that  a  batch 
consists  of  one  barrel  (four  bagsj  Portland  cement  with  10  cubic  feet 
of  sand  and  20  cubic  feet  of  gravel  or  stone. 

Assuming,  as  given  on  page  17,  that  1.24  barrels  of  cement  are  re- 
quired for  I  cubic  yard  of  concrete,  one  barrel  of  cement- -that  is,  one 
batch — ^will  make  0.81  cubic  yard  of  concrete;  hence  loi  batches  mixed 
and  wheeled  by  four  men  in  ten  hours  are  equivalent  to  S]  cubic  yards 
of  concrete.  This  is  for  the  very  simplest  kind  of  concreting  and  makes 
no  allowance  for  the  labor  of  supplying  materials  to  the  mixing  plat- 
form or  for  building  forms. 

maemf  CmiGrete.  The  concrete  may  be  transported  and  handled  by 
any  means  which  will  not  cause  the  materials  to  separate.  If  mixed 
wet  it  may  be  dropped  directly  from  shovels  or  barrows  to  place,  or  it 
may  be  run  down  an  inclined  pipe  or  chute  provided  the  stones  are  not 
allowed  to  separate  from  the  mortar.  For  a  dry  or  a  jelly-like  mixture 
common  square  ended  rammers  are  employed  and  tlie  mass  must  be 
rammed  until  the  mortar  flushes  to  the  surface.  Wet  concrete  must  be 
merely  puddled  or  *' joggled"  to  expel  the  air  and  surplus  water.  Before 
placing  a  fresh  layer  upon  work  which  has  set,  the  surface  must  be 
cleaned  of  dirt  and  scum  and  thoroughly  wet. 
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The  placing  of  concrete  and  the  kinds  of  rammers  for  different  classes  oi 
work  are  discussed  more  at  length  in  Chapter  XIV. 


APPROXIMATE  COST  OF  OONGRETE 

The  cost  of  concrete  depends  more  upon  the  character  of  the  con- 
struction and  the  conditions  which  govern  it  than  upon  the  first  cosi 
of  the  materials.  In  a  very  general  way,  we  may  say  that  when  laid  in  large 
masses  or  in  a  very  heavy  wall,  so  that  the  construction  of  the  forms  is 
relatively  a  small  item,  the  cost  per  cubic  yard  in  place  is  likely  to  range 
from  $4  to  $9.  The  lower  .figure  represents  contract  work  under  favorable 
conditions  with  low  prices  for  materials,  and  the  higher  figure  small  jobs 
and  inexperienced  men.  Similarly,  we  may  say  that  for  sewers  and 
arches,  where  centering  is  required,  the  price  may  range  from  $7  to  $14 
per  cubic  yard.  Thin  building  walls  under  eight  inches  thick  may  cost 
from  $10  to  $20  per  cubic  yard,  according  to  the  character  of  construction 
and  the  finish  which  is  given  to  the  surface. 

These  ranges  in  price  seem  enormous  for  a  material  which  is  ordinarily 
supposed  to  be  handled  by  unskilled  labor,  but  it  must  be  borne  in  mind 
that  skilled  workmen  are  required  for  constructing  forms  and  centers,  and 
often  the  labor  upon  these  may  be  several  times  that  of  mixing  and  placing 
the  concrete.  As  a  rule,  unless  the  job  is  a  \ery  small  one  or  under  the 
personal  supervision  of  a  competent  engineer,  it  is  cheaper  and  more  satis- 
factory to  employ  an  experienced  contractor  than  day  labor.  Green  men 
under  an  inexperienced  foreman  may  not  be  counted  upon  to  mix  and  lay 
over  one-half  the  amount  of  concrete  that  will  be  handled  by  a  skilled 
gang  under  expert  superintendence. 

A  close  estimate  of  cost  may  be  reached,  in  cases  where  the  conditions 
are  known  in  advance,  by  taking  up  in  detail  and  then  combining  the 
various  units  of  the  material  and  labor  as  outlined  below. 

Cost  of  Cement.  As  the  price  of  Portland  cement  varies  largely  with 
the  demand,  it  is  necessary  to  obtain  quotations  from  dealers  for  ever) 
purchase.  It  is  such  heavy  stuff  that  the  freight  usually  enters  largely 
into  the  cost,  and  quotations  should  therefore  be  made  f.o.b,  the  nearest 
point  of  delivery  to  the  work.  The  cost  of  hauling  by  wagon  may  be 
readily  estimated  by  assuming  that  a  barrel  of  cement  weighs  400  pounds 
(gross),  and  that  a  pair  of  horses  will  haul  over  an  average  cquntry  road 
a  load  of,  say,  5  000  pounds,  traveling  in  all  a  distance  of  20  to  25  miles  in 
a  day,  that  is,  10  to  12^  miles  with  load.  This  assumes,  of  course, 
that  the  teams  are  good  and  properly  handled. 
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Having  found  the  cost  of  the  cement  per  barrel,  delivered,  the  approxi- 
mate cost  per  cubic  yard  is  at  once  obtained  from  the  table  on  page 
17.  If,  for  example,  the  cost  is  $2  per  barrel  and  proportions  i  :  2}  :  5 
are  selected,  the  cost  of  the  cement  per  cubic  yard  of  concrete  will  be 
1.24  X  $2.00  =  $2.48. 

Cost  of  Sand.  The  cost  of  sand  depends  chiefly  upon  the  distance 
hauled.  With  labor  at  20  cents  per  hour,  the  cost  of  loading  (including 
the  cost  of  the  cart  waiting  at  pit)  may  be  estimated,  if  handled  in  large 
quantities,  at  24  cents  per  cubic  yard,  or  on  a  small  job  at  36  cents  per 
cubic  yard.  For  hauling  add  i\  cents  for  each  100  feet  of  distance 
from  the  pit.  The  additional  cost  of  screening,  if  required,  will  vary 
with  the  coarseness  of  the  material,  but  20  cents  per  cubic  yard  may 
be  called  an  average  price  for  this,  unless  the  sand  is  obtained  by  screen- 
ing the  gravel,  when  no  allowance  need  be  made.  After  finding  the  cost 
of  one  cubic  yard  of  sand,  the  cost  of  the  sand  per  cubic  yard  of  con- 
crete is  readily  figured  from  the  table  referred  to.  If,  for  example,  the 
cost  of  sand  screened,  loaded  and  hauled  i  000  feet  is  52  cents  per  cubic 
yard,  the  cost  per  cubic  yard  of  concrete  for  proportions  i  :  2^  :  5  will 
be  0.46  X  $0.52  =  $0.24. 

Cost  of  Grayel  or  Broken  Stone.  If  broken  stone  is  used  upon  a 
small  job  for  the  coarse  aggregate,  it  is  usually  purchased  by  the  ton 
or  cubic  yard.  A  2000-pound  ton  of  broken  stone  may  be  considered 
as  averaging  approximately  0.9  cubic  yards,  although  differences  in 
specific  gravity  cause  considerable  variation.  A  two-horse  load  is  gen- 
erally considered  i|  to  2  yards,  the  latter  quantity  requiring  very  high 
sideboards.  The  cost  of  screening  gravel,  if  this  is  necessary,  while  a 
very  variable  item,  may  be  estimated  at  47  cents  per  cubic  yard.  The 
cost  of  loading  gravel  into  double  carts,  with  labor  at  20  cents  per  hour 
may  be  estimated  on  a  small  job  at  50  cents  per  cubic  yard.  If  handled 
in  large  quantities,  33  cents  is  an  average  cost.  The  cost  of  loading 
includes  loosening  and  also  the  cost  of  the  cart  waiting  at  the  pit. 
Hauling  costs  about  i\  cents  per  cubic  jrard  additional  for  each  100 
feet  of  distance  hauled  under  load.  To  Dlustrate,  if  the  cost  of  gravel 
picked,  screened,  loaded  and  hauled  i  000  feet  is  83  cents  per  cubic 
yard,  the  cost  of  the  gravel  per  cubic  yard  of  concrete  for  proportions 
I  :  2^  :  5  will  be  0.92  X  $0.83  =  $0,765. 

For  distances  up  to  300  feet  both  sand  and  gravel  can  be  hauled  more 
economically  by  wheelbarrows  than  by  teams.  The  cost  of  loading 
wheelbarrows  is  about  half  the  cost  of  loading  carts,  while  the  cost  of 
hauling  with  barrows  per  100  feet  is  about  four  times  greater. 
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Cost  of  Labor.  With  an  experienced  gang  working  at  the  rate  of  20 
cents  per  hour,  the  cost  of  mixing  and  laying  concrete,  if  shoveled 
directly  to  place  from  the  mixing  platform,  will  average  about  $1.10 
per  cubic  yaidy  in  addition  to  the  work  on  forms.  If,  as  is  usually  the 
case,  the  concrete  is  wheeled  in  barrows,  12  cents  per  cubic  yard  must 
be  added  to  the  above  price  for  the  first  25  feet  that  the  barrows  are 
wheeled  under  load,  and  if  cents  for  each  additional  25  feet  wheeled. 
With  other  rates  of  wages,  the  cost  may  be  considered  as  proportional. 
With  a  green  gang,  the  cost  will  be  nearly  double  the  above  figures,  but 
as  the  men  become  worked  in  and  the  organization  perfected,  the  cost 
should  approximate  more  nearly  the  prices  given. 

In  building  construction  where  the  material  is  mixed  by  machinery 
and  hoisted  to  place,  there  are  numerous  incidental  expenses  and  dela)rs, 
so  that  it  is  not  safe  to  figure  the  cost  of  labor  for  simply  mixing  and 
laying  the  concrete  under  ordinarily  good  conditions  at  less  than  $1.50 
to  $2.00  per  cubic  yard.  The  cost  of  materials  must  be  added  to  this, 
so  that  the  cost  of  the  concrete  itself  laid  in  place  but  not  including 
forms  nor  reinforcement  is  apt  to  be  about  $8.00  per  cubic  yard. 
Approximate  costs  per  cubic  foot  of  finished  concrete  are  given  in 
Chapter  XXHI. 

Cost  of  Forms.  The  labor  on  forms  is  not  included  in  the  above. 
This  is  an  extremely  variable  item.  The  cost  of  rough  plank  forms, 
including  labor  and  lumber  for  both  sides  of  a  3-foot  wall,  may  be  as 
low  as  50  cents  per  cubic  yard  of  concrete,  with  other  thicknesses  of 
wall  in  inverse  proportion.  On  elaborate  work  the  price,  which  is 
really  dependent  upon  the  face  area,  will  reach  several  dollars  per  cubic 
yard  of  concrete,  the  cost  of  the  form  work,  in  fact,  usually  exceeding 
the  cost  of  the  concrete.  In  building  construction,  such  as  a  factory 
six  stories  in  height  of  symmetrical  design,  the  cost  of  materials  and 
labor  on  forms  may  be  estimated  at  from  8  to  12  cents  per  square  foot 
of  surface  of  forms.  If  forms  are  to  be  used  only  once,  or  if  conditions 
are  disadvantageous,  these  values  may  be  doubled.  The  costs  vary 
with  the  price  of  lumber,  the  design  of  the  structure,  the  design  of  the 
forms,  the  character  of  the  supervision,  and  the  skill  of  the  workmen. 

Cost  of  Steel.  The  cost  of  bending  and  placing  steel  for  reinforced 
concrete  is  apt  to  vary  from  J  to  i§  cents  per  pound.  If,  therefore,  the 
cost  of  the  steel  is  about  $40.00  per  ton  or  2  cents  per  pound,  the  cost 
in  place  may  be  estimated  at  3  cents  per  p)ound. 

Detail  Construction  Costs.  For  complete  treatment  of  costs  and 
time  of  performing  the  various  operations  of  concreting,  reference  should 
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be  made  to  "  Concrete  Costs"*  by  Taylor  and  Thompson.  In  this  book 
are  given  tables  for  finding  times  and  estimating  costs  for  excavating 
and  crushing  stone;  handling  and  transporting  materials;  mixing  con- 
crete by  hand;  mixing  concrete  by  machine;  bending  and  placing  steel 
reinforcement;  making  and  erecting  forms;  and  for  the  tmit  operations 
involv^  in  concrete  construction. 

THE  STRENGTH  OF  CONCRETE 

The  strength  of  concrete  varies  (i)  with  the  quality  of  the  materials;  (3) 
with  the  quantity  of  cement  contained  in  a  cubic  yard  of  the  concrete;  and 
(3)  with  the  density  of  the  mixture. 

We  may  say  that  the  strongest  and  most  economical  mixture  consists 
of  an  aggregate  comprising  a  large  variety  of  sizes  of  particles,  so  graded 
that  they  fit  into  each  other  with  the  smallest  possible  volume  of  spaces 
or  voids,  and  enough  cement  to  slightly  more  than  fill  all  of  these  spaces 
or  voids  between  the  solids  of  the  aggregate. 

On  impK>rtant  construction  the  various  materials  to  be  used  should  be 
carefully  tested,  and  specimens  of  the  mixture  selected  made  up  in  ad- 
vance and  subjected  to  test.  As  a  guide  to  the  loads  which  concrete  wiD 
stand  in  compression — that  is,  under  vertical  loading  where  the  height  of 
the  column  or  mass  if  not  reinforced  is  not  over  6  times  the  least  hori- 
zontal dimension,  or  if  properly  reinforced  is  not  over  15  times  the  least 
horizontal  dimension,  the  following  strengths  are  given. 

The  figures,  compared  with  the  results  of  recent  experiments  on  long 
columns,  allow  with  first-class  construction  a  factor  of  safety  of  at  least 
four  at  the  age  of  one  month,  or  about  five  and  one-half  at  the  age  of  six 
months,  and  are  based  on  conservative  practice. 

Safe  Strength  of  PorUand  Cement  Concrete  in  Direct  Compression. 
Proportions. 
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500 

36 

450 

32 

400 

29 

360 

26 

290 

21 

With  a  vibrating  or  pounding  load,  take  one-half  these  values. 

The  tensile  strength  of  concrete  in  beams  is  only  about  one-sixth  the 
compressive  strength.  For  this  reason  it  is  not  safe  to  use  concrete 
for  beams  unless  reinforced  with  steel. 


*  John  Wfley  &  Sons.  Inc.,  Pul 


28  A  TREATISE  ON  CONCRETE 


CHAPTER  in 
SPECIFICATIONS  FOR  REINFORCED  CONCRETE 

The  following  reinforced  concrete  specifications  are  based  in  large 
measure  upon  the  recommendation  of  the  Joint  Committee  on  Concrete 
and  Reinforced  Concrete,  enlarged  and  extended  where  necessary,  and 
are  presented  in  such  form  that  they  may  be  used  direct,  making 
only  such  minor  changes  as  are  necessary  for  local  conditions. 

Specifications  for  Portland  and  for  Natural  cements  are  given  on 
pages  62  and  82. 

If  sand,  stone  or  other  aggregates,  are  purchased  on  separate  con- 
tracts, the  proper  paragraphs  from  the  concrete  specifications  may  be 
taken  and  enlarged  upon  as  needed  by  the  requirements  of  the  job. 

The  requirements  for  steel  reinforcement,  based  on  the  standard 
specifications  of  the  American  Society  for  Testing  Materials  are  given  in 
Chapter  XXII. 

SPECIFICATIONS  FOR  REINFORCED  CONCRETE 

Specifications  essentially  as  prepared  by  Sanford  E.  Thompson,  Consulting  Engi- 
neer, for  Massachusetts  Institute  of  Technology  and  used  in  the  design  and  construc- 
tion of  their  new  buildings  by  the  Stone  &  Webster  Engineering  Corporation. 

MATERIALS  AND  TESTS 

1.  Cement.  The  cement  shall  be  a  first-class  Portland  cement  of  a  standard  brand 
which  has  been  manufactured  continuously  during  a  period  of  at  least  five  years 
previous  to  its  purchase.  It  shall  be  packed  in  strong  cloth  or  canvas  sacks  and  shall 
be  free  from  lumps.  The  cement  shall  be  stored  in  a  building  which  will  protect 
it  from  the  weather,  and  the  floor  of  which  is  at  least  6  inches  above  the  ground.  It 
shall  be  stored  so  as  to  permit  of  easy  access  for  inspection  and  identification  of  each 
shipment.  A  sufficient  quantity  shall  be  kept  on  hand  to  allow  at  least  8  days  for 
inspection  and  necessary  tests. 

2.  The  cement  shall  conform  to  the  requirements  of  the  Standard  Specifications 
of  the  American  Society  for  Testing  Materials. 

3.  The  cement  shall  be  tested  at  the  mill  and  a  p>artial  test  shall  also  be  made  after 
its  receipt  at  the  job.  Its  acceptance  shall  be  subject  to  the  approval  of  the  Con- 
sulting Engineer. 

4.  Fine  Aggregate.  Fine  aggregate  shall  consist  of  sand,  crushed  stone  or  gravel 
screenings,  gradecl  from  fine  to  coarse  and  passing  when  dry  a  screen  having  }-inch 
diameter  holes.    It  preferably  shall  be  a  silicious  material  and  not  more  than  30 
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per  cent  by  weight  should  pass  a  sieve  having  50  meshes  per  lineal  inch.  It  shall 
be  dean  and  free  from  soft  particles,  from  lumps  of  clay,  vegetable  loam,  and  all  organic 
matter. 

5.  Fine  aggregates  shall  be  of  such  quality  that  mortar  composed  of  one  part 
Portland  cement  and  three  parts  fine  aggregate  by  weight  when  made  into  briquets, 
or  into  prisms  or  cylinders,  will  show  a  tensile  or  compressive  strength  at  an  age  not 
leas  than  seven  days  at  least  equal*  to  the  strength  of  i  :  3  mortar  of  the  same  consist- 
ency made  with  the  same  cement  and  standard  Ottawa  sand.  If  the  aggregate  be 
of  poorer  quality,  the  proportion  of  cement  shall  be  increased  in  the  n.ortar  to  secure 
the  desired  strength.  If  the  strength  developed  by  the  aggregate  in  the  i  :  3  mortar 
is  less  than  70  per  cent,  of  the  strength  of  the  Ottawa  sand  mortar,  the  material 
shall  be  rejected.  To  avoid  the  removal  of  any  coating  on  the  grains,  which  may 
affect  the  strength,  bank  sands  shall  not  be  dried  before  being  made  into  mortar, 
but  shall  contain  natural  moisture.  The  percentage  of  moisture  may  be  deter- 
mined upon  a  separate  sample  for  correcting  weighL  From  10  to  40  per  cent,  more 
water  may  be  required  in  mixing  bank  or  artificial  sands  than  for  standard  Ottawa 
sand  to  produce  the  same  consistency. 

6.  Laboratory  tests  of  fine  aggregate  in  accordance  with  the  above  specifications 
shaU  be  made  so  as  to  have  the  result  at  least  of  the  72-hour  test  before  the  fine  aggre- 
gate is  used  on  the  work.  At  this  age  a  strength  90  per  cent,  of  the  strength  of 
standard  sand  mortars  will  be  allowed.  In  case  the  sand  at  this  age  does  not  come 
up  to  the  specifications,  it  shall  not  be  used  unless  and  tmtil  the  7-day  test  shows 
that  it  conforms  to  the  specifications.  Routine  laboratory  tests  of  the  fine  aggr^ates 
shaJQ  be  made  of  each  shipment  received  on  the  job. 

7.  Coarse  Aggkegate.  The  course  aggregate  shaU  consist  of  crushed  stone,  or 
of  gravel,  having  particles  coarser  than  i  inch  in  size  and  graded  from  the  smallest 
to  the  largest  particles.  It  shall  be  clean,  hard,  durable,  and  free  from  all  deleterious 
matter.     It  shall  not  contain  dust  nor  shall  it  contain  soft,  flat,  or  elongated  particles. 

8.  The  maximum  size  of  the  coarse  aggregate  to  be  used  in  hea.vy  construction 
unreinforced,  or  reinforced  with  bars  spaced  not  less  than  4  inches  apuirt  on  centers, 
shall  be  not  greater  than  will  pass  a  2-inch  ring.  For  thin  reinforced  walls  and  for  the 
superstructure  of  the  building,  the  maTJmum  size  of  the  coarse  aggregate  shall  be  not 
greater  than  will  pass  a  i}-inch  ring  tested  in  a  laboratory  sieve. 

9.  Water.  Water  used  in  mixing  concrete  shall  be  free  from  oil,  acid,  alkalies,  or 
organic  matter. 

10.  Steel  Reinforcement.  The  steel  reinforcement  shall  be  free  from  excessive 
rust,  scales,  or  coatings  of  any  character  which  tend  to  reduce  or  destroy  the  bond  with 
the  concrete. 

11.  Steel  shall  be  of  medium  hardness  rolled  from  new  billets  by  the  Bessemer  or 
the  open-hearth  process.  It  may  be  plain  round,  or  of  a  deformed  shape  approved 
by  the  Consulting  Engineer.  The  steel  shall  conform  to  the  requirements  of  the 
Standard  Sp>ecifications  for  BiUet-Steel  Concrete  Reinforcement  Bars  of  the  Amer- 
ican Society  for  Testing  Material.  The  steel  for  reinforcement  shall  be  tested  at  the 
mill  in  accordance  with  said  Specifications. 

12.  Structural  Steel.  Structural  steel  shall  conform  to  the  requirements  of 
Specifications  for  Structural  Steel. 

*  A  slightly  lower  percentage  of  strength  waw  required  for  Technology  because  tests  of  concrete  made 
frpm  the  aggn^Eates  selected  showed  that  this  was  pennisBible. 
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13.  Concrete  Tests.  Specimens  of  concrete  composed  of  the  cement,  fine  aggre- 
gate, and  coarse  aggregate,  selected  for  the  work  shall  be  made  in  the  form  of  cylinders 
8  inches  in  diameter  by  16  inches  long,  or  of  smaller  size  than  this  provided  the  prof>er 
correction  is  made  for  the  relative  strength  due  to  a  different  shape  or  size,  and  tested 
for  compression  at  the  age  of  28  days.  For  the  reinforced  concrete  superstructure, 
the  strength  of  the  concrete  based  on  said  8-inch  diameter  by  16-inch  cylinders  shall 
be  not  less  than  2  000*  pounds  per  square  inch  at  the  age  of  28  days.  In  making 
these  blocks,  the  consistency  shall  be  such  that  a  small  specimen  of  concrete  placed 
immediately  after  mixing  in  a  tapering  form,  which  is  then  inverted  and  removed, 
shall  nearly  but  not  quite  keep  its  shape. 

PROPORTIONS 

14.  The  proportion  of  the  raw  material  for  the  concrete  shall  be  exactly  determined 
from  time  to  time  by  the  Consulting  Engineer  in  accordance  with  the  relative  coarse- 
ness of  the  aggregates  so  as  to  attain  as  dense  a  concrete  as  is  practicable. 

15.  The  proportions  shall  be  such  as  shall  give  the  following  strength  based  on 
cylinders  8  inches  in  diameter  by  16  inches  long  at  the  age  of  28  days,  with  maximum 
limits  as  noted. 

(a)  Mass  concrete  to  be  subjected  to  stresses  at  least  20  per  cent,  less  than  the 

working  stresses,  given  in  paragraph  on  ''Stresses,"  shall  have  an  ultimate 
compressive  strength  not  less  than  i  600  pounds  per  square  inch  at  the  agi^ 
of  28  days,  stored  under  laboratory  conditions  in  a  moist  atmosphere,  with, 
the  further  requirement  that  the  proportions,  unless  specially  graded,  shaU 
be  not  leaner  than  one  bag  of  cement  to  7}  cubic  feet  of  fine  and  coani^ 
aggregates  measured  before  mixing  them. 

(b)  Reinforced  concrete  for  superstructure  of  the  buildings  shall  have  a  strength 

of  2  000  pounds  per  square  inch  at  the  age  of  28  days  with  the  further  rcquiir 
ments  that  the  proportions,  unless  specially  graded,  shall  be  not  leaner  than 
one  bag  of  cement  to  6  cubic  feet  of  fine  and  coarse  aggregates  measunxi 
before  mixing  them.f 

(c)  Water-tight  concrete  shall  have  a  strength  of  2  400  pouhds  per  square  inch  at 

the  age  of  28  days  with  the  further  requirement  that  the  proportions.  unU"^ 
specially  graded,  shall  be  not  leaner  than  one  bag  of  cement  to  5  cubic  ft^ct 
of  filie  and  coarse  aggregates  measured  before  mixing  them. 

16.  The  relative  proportions  of  fine  to  coarse  aggregate  in  (b)  shall  be  a|>tvrt\\t 
mately  one  part  of  fine  aggregate  to  two  parts  of  coarse,  but  the  exact  relation  s^^aK 
be  varied  from  time  to  time  in  accordance  with  tests  and  with  the  exmaination  oi  t)>o 
concrete  as  it  is  being  mixed  to  see  that  the  mortar  is  only  slightly  in  excess  of  xUax 
required  to  fill  the  voids  in  the  coarse  aggregate. 

17.  In  case  the  aggregates  are  specially  graded  so  as  to  obtain  an  exception Ih 
dense  mixture  and  the  above  requirements  for  strength  are  complied  with,  IcHj^nct 
mixtures  than  those  specified  may  be  used  for  each  class  of  concrete,  provided  the 
amount  of  total  aggregate  is  not  increased  more  than  25  per  cent,  above  the  nwixi 
mum  proportions  specified. 

*  See  footnote  page  ag. 

t  Proportions  z:i}:3  were  finally  adopted  ior  Technology  lupentructure  becnu»o  thcnr  })i\«)^^«.\n» 
were  found  to  be  more  economical  and  a  strength  of  a  41)0  pounds  per  square  inch  was  rr<)uii9^  *t  t^ 
age  of  a8  days. 
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18.  Ghanolithic  Floor  Finish.  The  materials  and  proportions  for  granolithic 
floor  £nish  shall  be  speciiied  by  the  Consulting  Lngineer  alter  investigations  and 
tests. 

MLXlXCi  -\XI)  PLAClXCi  CONCRETE 

iQ.  Stokagf  and  Measurement  ot  Aggkegates.  Separate  storage  shall  be 
provided  for  the  cement  and  tliree  kind.-^  of  aggregates.  Methods  of  measurement 
of  the  proportions  of  the  variou-i  ingredients  shall  be  used  which  will  secure  separate 
and  miiform  measurements  of  each  material  including  the  water. 

20.  M.A.CHIXI'  Mixing.  A  machine  mixer  of  a  tvpe  which  insures  the  unifonn 
proportioninj;  of  the  materials  throughout  the  mass  shall  be  used  for  nuxing  the 
concrete.  The  mixing  shall  continue  for  a  minimum  time  of  at  least  \  minute  after 
all  the  ingredients  are  assembled  in  the  mixer. 

21.  Hand  Mixinc;.  When  it  is  necessary  to  mix  by  hand,  the  mixing  shall  be  on 
a  water-tight  platform  and  sfx^cial  precautions  shall  be  taken  to  mix  the  sand  and 
cement  separately  and  to  turn  all  the  ingredients  together  at  least  four  times  and 
until  they  are  homogeneous  in  appearance  and  color. 

22.  Consistency.  The  materials  shall  be  mixed  wet  enough  to  produce  a  con- 
crete of  such  consistency  as  will  liow  sluggishly  into  the  forms  and  about  tlie  metal 
reinforcement  and  which  at  the  same  time  can  be  conveyed  from  the  mixer  to 
the  forms  without  separation  of  the  coarse  aggregate  from  the  mortar. 

23.  Re-tempering.  Mortar  or  concrete  sliall  not  be  re-mixed  with  water  after 
it  is  partly  set. 

24.  Placing  Concrete.  Concrete  after  the  completion  of  the  mixing  shall  be 
handled  rapidly  and  in  as  small  masses  a.s  is  practicable  from  the  place  of  mixing  to 
the  place  of  nnal  deposit..  Under  no  circumstances  shall  concrete  be  used  that  has 
partly  set  either  on  account  of  elapsed  time  or  on  account  of  a  flash  set  cement.  If 
the  concrete  is  conveyed  b>'  inclined  chute  or  spout,  the  angle  of  slope  must  be 
r7°  with  the  horizontal. 

25.  Concrete  should  be  dc{K)sited  in  such  a  manner  as  will  permit  a  most  thorough 
compacting  such  as  can  be  obtained  by  working  with  a  straight  shovel  or  shcing  tool 
kept  moving  up  and  down  until  all  the  ingredients  have  settled  in  their  proper  places 
by  gravity,  and  the  surplus  water,  or  moisture,  has  been  forced  to  Uie  surface.  Exces- 
sive t:^Tnping  shall  be  avoided,  si)ecial  care  being  exercised  to  prevent  the  formation 
of  laitance.     All  laitance  shall  be  removed  before  placing  new  concrete. 

26.  Before  placing  concrete,  the  reinforcement  shall  be  accurately  placed  in 
accordance  with  the  plans,  and  adequate  means  provided  to  hold  it  in  its  proper  posi- 
tion, each  piece  or  member  beini;  su  lirmly  hxed  as  to  positively  prevent  any  subse- 
Quent  displacement.  The  forms  ^hali  be  substantial  and  thoroughly  wetted  (except 
in  freezing  weather)  or  oiled.  The  space  to  be  occupied  by  tlie  concrete  shall  be  free 
irom  shavings,  sticks  of  wood,  or  other  debrib.  When  tlie  placing  of  concrete  is  sus- 
[>ended.  any  necessary  grooves  for  joining  future  work  shall  be  made  before  the  con- 
crete has  had  time  to  set.  When  work  is  resumed,  concrete  previously  placed  shall 
t>e  thoroughly  cleaned  from  all  dirt  and  scum  or  laitance,  roughened,  drenclied  with 
water  and  then  slushed  witli  a  mortar  consisting  of  one  part  of  Portland  cement  and 
not  more  than  one  part  hne  aggregate.  For  water-tight  work  or  concrete  located  in 
such  a  position  that  cracks  are  esi)ecially  objectionable,  neat  cement  paste  instead 
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of  mortar  shall  be  used  for  slushing  the  old  surface.    Neat  cement  shall  be  used  at  all 
joints  in  floor  members  which  are  to  have  a  granolithic  finish. 

27.  The  faces  of  concrete  exposed  to  premature  drying  shall  be  kept  wet  for  a 
period  of  at  least  7  days. 

28.  Freezing  Weather.  Concrete  shall  not  be  mixed  or  deposited  at  or  near 
freezing  temperature  unless  special  precautions  are  taken  to  avoid  the  use  of  mate- 
rials covered  with  ice-crystals  or  containing  frost,  and  to  provide  means  to  prevent 
the  concrete  from  freeadng  after  being  placed  in  p>osition  or  until  it  has  thoroughly 
hardened.  Special  care  shall  be  taken  to  see  that  the  coarse  aggregate  is  heated  to 
well  above  the  freezing  point. 

29.  Forms.  Forms  shall  be  substantial  and  unyielding  so  that  the  concrete  shall 
conform  to  the  designed  dimensions  and  contours;  and  they  shall  be  tight  to  prevent 
the  leakage  of  the  mortar.  The  concrete  shall  be  carefully  inspected  and  its  hard- 
ness ascertained  before  removing  the  forms.  The  dead  and  the  construction  loads 
coming  upon  the  members  also  shall  be  taken  into  consideration.  Forms  shall  not 
be  removed  from  floor  slabs  in  less  than  7  days.  Sides  of  beams  may  be  removed  at 
the  same  time  as  the  floor  slabs  provided  the  original  supports  under  beam  and 
girders  are  left  in  place.    Column  forms  shall  not  be  removed  in  less  than  4  days. 

Original  supports  for  all  beams  and  girders  must  remain  in  place  at  least  10  days. 
The  length  of  time  before  removal  shall  be  increased  when  the  temperature  runs  below 
40®  Fahr. 

JOINTS 

30.  Joints  in  columns  shall  be  made  at  a  level  flush  with  the  bottom  of  the  girder 
or  the  bottom  of  the  column-head.  Joints  in  beams  and  girders  shall  be  located  mid- 
way between  supports,  except  that  where  a  beam  intercepts  a  girder  the  joint  in  the 
girder  shall  be  offset  a  distance  equal  to  twice  the  width  of  the  beam.  Joints  in  the 
members  of  a  floor  system  shall  generally  be  made  at  or  near  the  center  of  the  span. 
Joints  in  columns  shall  be  perpendicular  to  the  axis  of  the  column,  and  in  girders, 
beams,  and  floor  slabs,  perpendicular  to  the  plane  of  their  surfaces. 

31.  Girders  shall  never  be  constructed  over  freshly  poured  columns  without  per- 
mitting a  period  of  at  least  2  hours  to  elapse  to  allow  for  settlement  or  shrinkage  in 
the  columns.    No  joint  shall  be  allowed  between  slab  and  beam  or  girder. 

32.  Footings  shall  be  cast  to  their  full  depth  at  one  operation. 

SPLICING  REINFORCEMENT 

33.  Tension  reinforcement  shall  not  be  spliced  at  points  receiving  stress. 

34.  In  columns,  bars  larger  than  i|  inch  in  diameter  not  subject  to  tension  shall 
be  properly  squared  and  butted  in  a  suitable  sleeve.  Smaller  bars  may  be  lapped  the 
distance  required  for  bond. 

35.  In  foundations,  bearing  plates  shall  be  provided  for  supporting  the  bars,  or  the 
bars  may  be  carried  into  the  footing  a  sufficient  distance  to  transmit  the  stress  of 
the  steel  to  the  concrete  through  bearing  and  bond.  In  no  case  shall  the  ends  of 
the  bars  merely  rest  on  the  surface  of  the  footing. 

36.  Temperature  Reintorcement.  Where  reinforcement  is  required  to  dis- 
tribute the  temperature  stresses  and  prevent  cracks  which  are  observable,  the  cross- 
sectional  area  of  the  reinforcement  must  be  at  least  0.3  per  cent,  of  the  cross-sectional 
area  of  the  concrete. 
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PRINCIPLES  OF  DESIGN  OF  REINFORCED  CONCRETE 

37.  /Vpproval.  The  designs  shall  be  subject  to  the  approval  of  the  Consultmg 
Engmeer. 

38.  NoTATiox.     The  followmg  notation  is  used  in  these  specihcations: 

d  —  depth  of  beam  to  center  of  steel. 
jd  =  arm  of  resisting  couple. 

b   —  breadth  of  beam  or  width  of  the  stem  in  T-beams. 
V  =  total  shear. 
9  =  shearing  unit  stress. 
fi  —  unit  bond  stress. 
20  s=  sum  of  circumference  of  all  bais. 
w  ^  load  per  linear  foot  of  beam. 
/    ^  length  of  span  in  feet. 

30.  Loads.  The  dead  and  hve  load  shall  be  added  together  in  conqiuting  stresses. 
The  weight  of  reinforced  concrete  shall  be  taken  as  150  pounds  per  cubic  foot.  The 
live  load  shall  include  all  loads  and  forces  which  arc  variable.  If  heavy  concentra- 
tions are  likely  to  occur  on  floors,  provision  shall  be  made  for  them.  For  members 
carrying  cranes,  25  per  cent,  shall  be  added  to  the  hve  load  to  provide  for  the  effects 
of  \nbration  and  impact.  Any  allowance  required  for  dynamic  effect  shall  be  taken 
into  account  by  adding  the  desired  amount  to  the  hve  load.  *Crane  runways 
shall  withstand  a  lateral  loading  of  two-tenths  of  the  lifting  capacity  of  the  crane 
equally  divided  between  the  four  wheels  of  the  crane. 

40.  Lengths  or  Beams  and  Columns.  The  span  length  for  beams  and  slabs 
shall  be  taken  as  the  distance  from  center  to  center  of  supi^orts,  except  that  it  shall 
not  be  taken  to  exceed  the  clear  ^>an  plus  the  depth  of  beam  or  slab.  Brackets  shall 
not  be  considered  as  reducing  the  length  of  sfMui. 

41 .  The  length  of  columns  shall  be  taken  as  the  maximum  unsupported  length. 

42.  Footings.  The  area  of  the  footing  must  be  made  sufficient  to  distribute  the 
supeiimposed  load  on  the  foundation  or  on  the  piles  without  exceeding  the  allowable 
unit  pressures.  For  combined  footing,  the  shape  must  be  determined  so  that  the 
resultant  of  the  downward  load  will  coincide  with  the  resultant  of  the  upward  reaction. 
Areas  of  bases  of  footings  must  be  proportioned  to  give  uniform  unit  loading  through- 
out the  building. 

43.  Besides  investigation  or  bending  moment,  the  footings  must  be  s|)ecially  in- 
vestigated as  to  bond  stresses.  The  depth  and  the  amount  of  steel  must  be  made  so 
that  the  maximum  unit  bond  stress  (ffgured  according  to  formula  given  under  *'Bond/' 
where  V  is  the  total  shear  outside  of  the  column,  and  Xo,  the  circumference  of  all  bars 
used  in  calculation  of  tensile  stresses)  does  not  exceed  the  allowable  unit  stress. 

44.  Independent  reinforced  concrete  column  footings  and  wall  footings  shall  be 
computed  on  the  assumption  that  the  maximum  bending  moments  are  in  the  planes 
of  the  faces  of  the  superimposed  colunm  or  wall.  For  inde[>endent  column  footings, 
reinforced  in  two  directions,  the  bending  moment  resisted  b>'  the  steel  in  one  band 
shall  be  considered  as  the  bending  moment  produced  by  the  upward  loads  on  a  trape- 
zoid formed  by  the  face  of  the  column,  edge  of  the  footing,  and  the  two  diagonal 
lines,  formed  by  connecting  the  comers  of  the  colunm  with  the  comers  of  the  footing. 
In  calQilating  the  moment  for  footings  on  a  foundation  where  the  upward  pressure  if 
uniformly  distributed,  the  load  on  the  trapezoid   may  be  divided  into  load  on  the 

*Oniit  if  not  required 
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rectangle  in  front  of  the  face  of  the  column,  the  moment  arm  for  which  equals  half 

of  the  projection,  and  the  load  on  the  two  remaining  triangles  for  which  the  center 

of  pressure  may  be  considered  as  located  at  a  point  0.6  of  the  width  of  the  projection 

from  the  column.    In  figuring  the  moment  of  resistance  for  wall  footings,  all  steel 

may  be  considered  as  effective.    For  rectangular  or  square  footings  with  two-way 

reinforcement,  the  resisting  moment  at  a  section  at  the  face  of  the  column  shall  be 

calculated  using  the  area  of  all  bars  placed  within  a  width  of  the  footing  equal  to  the 

width  of  the  column  plus  twice  the  thickness  of  the  footing  plus  half  of  the  remaining. 

distance  on  each  side  to  the  edge  of  the  footing.    The  maximum  diagonal  tension  for 

independent  footings  shall  be  assumed  at  a  section  placed  at  a  distance  from  the  face 

of  the  column  equal  to  the  effective  depth,  J,  of  the  footing.    It  must  be  figured 

V 
according  to  the  ordinary  formula,  v  =  t-t;,  where  b  is  the  circumference  of  a  figure 

bjd 

similar  to  and  concentric  with  the  colunrn  section,  distant  from  the  column  face  a 
distance  equal  to  the  effective  depth  of  the  colunrn,  and  V  is  the  upward  load  between 
this  circumference  and  the  edge  of  the  footing. 

45.  Combined  footings  must  be  considered  as  beams  supported  on  columns.  To 
insure  proper  distribution  of  the  pressure,  the  footing  must  be  reinforced  with  lateral 
distribution  bars.  For  combined  footings,  diagonal  shear  must  be  computed  as  for 
ordinary  beams. 

46.  Floor  Slabs.    Floor  slabs  shall  be  designed  and  reinforced  as  continuous 

over  the  supports.    Rectangular  slabs  may  be  reinforced  in  both  directions,  the  dis- 

/ 
tribution  of  the  load  being  determined  by  the  formula,  r  =  —  —  0.5,  in  which 

0 

r  =  propK)rtion  of  load  carried  by  transverse  reinforcement, 

/  =  length,  and 

b  ~  breadth  of  slab. 

If  the  length  of  the  slab  exceeds  1.5  times  its  width,  the  entire  load  shall  be  carried 
by  transverse  reinforcement.  The  total  amount  of  reinforcement  determined  by  this 
formula  may  be  reduced  25  per  cent,  by  gradually  increasing  the  rod  spacing  from  the 
third  point  to  the  edge  of  the  slab. 

47.  T-Beams.  If  adequate  bond  and  shear  resistance  between  slab  and  web  of 
beam  is  provided,  the  slab  may  be  considered  as  an  integral  part  of  the  beam,  but  its 
effective  width  shall  be  determined  by  the  following  rules: 

(a)  It  shall  not  exceed  one-fourth  of  the  span  length  of  the  beam. 

(b)  Its  overhanging  width  on  either  side  01  the  web  shall  not  exceed  four  times  the 

thickness  of  the  slab. 

48.  Moments  in  Continuous  Beams  and  Slabs.  Beams  continuous  over  one 
or  more  intermediate  supports  shall  be  designed  with  due  regard  to  the  positive  and 
negative  bending  moments. 

49.  The  following  bendihg  moments  shall  be  used  in  computation: 

(a)  For  floor  slabs,  the  bending  moments  at  center  and  at  support  shall  be  taken 

at  —  for  both  live  and  dead  loads. 
12 

(b)  For  continuous  beams,  the  bending  moments  at  center  and  at  support  for 

interior  spans  shall  be  taken  at  — ,  and  for  end  spans  it  shall  be  taken  at 

—  for  center  and  for  adjoining  support  for  both  dead  and  live  loads. 
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(c)  In  the  case  of  beams  and  slabs  continuous  for  two  supports  only,  the  bending 

TffP 

moment  at  central  support  shall  be  taken  at  — r-,  and  near  the  middle  of 

o 

span  at  — . 

lO 

(d*)  For  beams  continuous  over  two  intermediate  supports  where  the  end  spans 
are  /  and  the  center  span  o^  to  0.5/,  the  bending  moments  shall  be  taken 
as  follows: 

Near  middle  of  end  spans,  — . 

12 

For  interior  supports, . 

In  middle  of  middle  span,  H and r-,  the  design  being  such  as  will 

^  bo  18 

satisfy  both  requirements.     (Note  that  /  is  the  length  of  the  end  span.) 

(e)  For  other  special  conditions  the  bending  moments  will  be  specified   by  the 

Consulting  Engineer. 

(f)  Ends  of  continuous  beams  (unless  free  to  move)  shall  be  provided  with  at  least 

half  of  the  reinforcement  used  in  the  center  of  the  span.  No  reUance,  how- 
ever, shall  be  placed  on  the  fixity  of  the  beam  at  that  support,  and  it  shall 
not  be  considered  as  reducing  the  bending  moment  in  the  center. 

50.  In  designing  the  negative  bending  moment  reinforcement,  the  point  of  inflec- 
tion shall  be  considered  as  distant  from  the  supix>rt  one-quarter  of  the  span,  and  the 
bending  moment  as  changing  according  to  a  straight  line  from  its  maximum  at  the 
edge  of  the  support  to  zero  at  the  point  of  inflection.  The  positive  bending  moment 
shall  be  considered  as  changing  according  to  a  p»arabola.  The  points  of  zero  moment 
shall  be  assumed  for  intermediate  spurns  as  distant  0.2  of  the  span  from  the  edge  of 
each  support,  and,  for  the  end  span,  one  point  of  zero  moment  0.2  of  the  span  from  the 
middle  support  and  the  other  at  the  end  support.  *For  middle  spans  of  beams  under 
(d)  the  negative  bending  moment  shall  be  considered  as  varying  according  to  a 
parabola  from  its  tnaTiTniiTn  at  the  support  to  the  minimum  specified  for  the  center. 

51.  In  placing  the  reinforcement,  the  bending  moment  not  only  at  the  critical 
section  but  also  in  the  whole  length  of  the  beam  must  be  considered.  Bars  may  be 
bent  up  only  when  not  required  by  the  positive  bending  moment.  The  arrangement 
of  reinforcement  over  the  support  must  be  made  with  due  regard  to  bending  moments. 
The  bent  portions  of  the  bars  and  any  steel,  the  strength  of  which  is  not  developed 
by  bond,  must  not  be  counted  in  in  the  cross-section  of  the  effective  steel. 

52.  Reinforcement  for  negative  bending  moment  shall  be  provided  preferably  by 
bending  up  a  portion  of  the  positive  bending  moment  reinforcement  and  carrying  it 
a  sufficient  distance  over  the  support  to  develop  its  strength  by  bond  and  also  to 
serve  as  negative  bending  moment  reinforcement  in  the  adjoining  span.  If  the 
amount  of  steel  obtained  in  that  way  is  not  sufficient,  additional  short  bars  must  be 
introduced.  A\Tien  short  bars  are  used,  they  must  extend  both  ways  beyond  the 
support  fifty  diameters  for  plain  bars  and  forty  diameters  for  deformed  bars  unless 
a  greater  length  is  required  by  the  bending  moment. 

53.  In  T-beams,  the  compressive  stresses  at  the  support  must  not  exceed  the 
stresses  recommended  in  Section  77  on  ''Stresses."    The  reinforcing  steel  placed  in 

*  Omit  if  not  required 
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the  compressive  part  of  the  beam,  when  properly  developed  by  bond  and  bearing, 
may  be  assumed  to  carry  its  proportion  of  stress.  In  such  cases,  computations  shall 
be  made  in  accordance  with  the  ordinary  formulas  for  beams  with  steel  in  top  and 
bottom. 

54.  In  girders  running  parallel  to  the  main  reinforcement  of  slabs,  cross  reinforce- 
ment consisting  of  three-eighths-inch  or  half-inch  bars,  spaced  not  over  12  inches 
apart,  shall  be  placed  in  the  upper  portion  of  the  slabs  over  girders.  The  bars  must 
extend  on  each  side  of  the  girder  at  least  fifty  diameters  for  plain  bars  and  forty 
diametesB  for  deformed  bars  to  develop  their  strength  by  bond. 

V 

55.  Bond.    Bond  stress  shall  be  computed  by  the  formula,  u  — .    In  this 

jdZo 

formula,  "So"  refers  only  to  the  horizontal  bars  of  the  tension  reinforcement  at  the 
section. 

56.  In  footings  and  in  short  heavily  loaded  beams,  special  attention  must  be  paid 
to  bond  stresses.  The  diameter  of  bar  and  the  depth  of  concrete  must  be  selected 
to  conform  to  bond  requirements. 

57.  In  restrained  and  cantilever  beams  the  bars  must  be  anchored  in  the  support 
sufficiently  to  develop  the  full  tensile  stress  that  exists  at  the  point  of  support  in  the 
reinforcing  bars.  The  anchoring  by  extending  the  bars  a  proper  length  in  the  con- 
crete of  the  support  is  to  be  preferred.  Whenever  this  is  not  feasible,  anchorage  may 
be  obtained  by  a  suitable  Consid^re  hook,  or  a  hook  consisting  of  a  turn  through  180 
degrees. 

58.  Spacing  of  Bars.  Parallel  bars  shall  be  spaced  not  less  than  two  and  one-half 
diameters  apart  measured  from  center  to  center,  and  never  less  than  one  inch  in  the 
clear.  The  distance  from  the  side  of  a  beam  to  the  center  of  the  nearest  bar  shall  not 
be  less  than  two  diameters  and  never  less  than  1}  inches  in  the  clear.  The  dear 
spacing  between  two  layers  of  bars  shall  not  be  less  than  J  inch. 

59.  In  computations  for  bending  moment  where  two  or  more  layers  of  bars  are 
used,  due  allowance  must  be  made  for  the  distance  of  each  layer  from  the  neutral 
axis. 

60.  Diagonal  Tension.    Vertical  or  horizontal  shearing  stresses  computed  by 

V 
the  formula,  v  =  777,  shall  be  considered  as  the  measure  of  diagonal  tension. 

ojd 

61.  If  the  diagonal  tension  exceeds  the  allowable  unit  stress  specified  in  paragraph 
77  on  "Stresses,"  web  reinforcement  must  be  used. 

62.  Web  reinforcement  may  consist  of  stirrups  (vertical  or  inclined)  or  of  a  com- 
bination of  stirrups  and  bent-up  bars.  In  simply  supported  beams,  not  more  than 
one-third  of  the  total  horizontal  steel  must  be  bent  up. 

63.  Members  of  web  reinforcement  must  be  connected  with,  looped  over,  or 
wrapped  around  the  longitudinal  tension  reinforcing  bars.  The  tension  bars  for  the 
portion  of  beam  under  positive  bending  moment  are  at  the  bottom  of  the  beam  and  for 
the  portion  under  negative  bending  moment,  at  the  top  of  the  beam.  To  develop  the 
tensile  strength  of  the  web  reinforcement,  it  must  be  anchored  in  the  compressive 
portion  of  the  beam. 

64.  The  longitudinal  distance  between  stirrups,  or  between  points  of  bending  ot 
adjacent  bent-up  bars,  shall  not  exceed  i  the  depth  of  the  beam.  Long  and  impor- 
tant beams  must  have  stirrups  throughout  their  whole  length  even  if  not  required  by 
diagonal  tension. 


SPECIFICATIONS  FOR  REINFORCED  CONCRETE        37 

65.  FiBEPROOFiNG  OF  BEAMS  AND  GIRDERS.  All  steel  in  beams  and  girders  must 
be  protected  by  a  1}  inch  thickness  of  concrete  below  the  lower  surface  of  steel.  In 
slabs  the  protective  covering  must  be  }  inch  in  thickness. 

COLUMNS 

66.  Unsupported  Length.  For  columns  where  the  dead  plus  the  live  lead  pro- 
duces the  full  working  stresses,  as  given  in  paragraphs  which  follow,  the  ratio  of 
unsupported  length  to  least  width  shall  be  limited  to  15.  If  the  working  stresses  in 
the  colunrn  are  limited  to  four-fifths  of  the  specified  working  stresses,  this  ratio  may 
be  increased  to  20.  For  intermediate  ratios  of  unsupported  length  to  least  width,  the 
stresses  may  be  assumed  as  varying  according  to  a  straight  line. 

67.  Effective  Area.  In  columns  reinforced  with  vertical  bars  and  requiring 
special  fire-proofing,  at  least  one  inch  on  all  sides,  irrespective  of  the  location  of  the 
steel  bars,  shall  be  considered  as  protective  covering  for  the  colunm  and  shall  not  be 
included  in  the  area  which  is  figured  in  taking  stress. 

68.  The  effective  area  to  use  in  computations  of  hooped  columns,  or  of  colunms 
containing  structural  steel,  shall  be  considered  as  that  within  the  hooping  or  within 
the  limits  of  the  structural  steel. 

69.  Straight  Bars  as  REmroRCEMENT.  Vertical  reinforcement  in  the  form  of 
straight  bars  shall  be  assumed  to  carry  its  proportion  of  the  compressive  stress  based 
OQ  the  ratio  of  the  modulus  of  elasticity  of  the  steel  to  the  modulus  of  elasticity  of 
concrete.  The  longitudinal  reinforcement  shall  be  straight  and  have  sufficient  lateral 
support  to  be  securely  held  in  place  until  the  concrete  is  set.  The  sectional  area  of 
longitudinal  reinforcement  shall  be  not  less  than  i  per  cent  iLnd  not  more  than  4 
per  cent,  of  the  effective  cross-section  of  the  colunm. 

70.  Hooped  Columns.  When  hooping  is  used,  the  total  amount  of  such  reinforce- 
ment shall  be  not  less  than  i  per  cent,  of  the  volume  of  the  column  enclosed  by  the 
hooping.  The  clear  spacing  of  such  hooping  shall  be  not  greater  than  one-sixth  the 
dianieter  of  the  enclosed  column  nor,  preferably,  more  than  one-tenth  the  diameter, 
and  in  no  case  more  than  2|  inches.  Hooping  is  to  be  circular  or  elliptical,  and  the 
ends  of  the  bands  must  be  united  in  such  a  way  as  to  develop  their  full  strength. 
Adequate  means  must  be  provided  to  hold  the  bands  or  hoops  in  place  so  as  to 
fomi  a  column,  the  core  of  which  shall  be  straight  and  well  centered. 

71.  Structural  Shapes.  Concrete  colunms  with  structural  shapes,  the  area  of 
which  does  not  exceed  4  per  cent,  of  the  effective  cross-section  of  the  concrete,  may 
be  designed  as  reinforced  concrete  columns  provided  the  shapes  are  latticed  or  tied 
by  steel  plates. 

72.  Concrete  columns  with  structural  steel  shapes  built  like  steel  columns,  where 
the  percentage  of  steel  exceeds  4  per  cent,  of  the  effective  area  of  the  concrete,  shall 
be  considered  as  equivalent  in  strength  to  that  of  the  plain  steel  column*  plus  the 
strength  of  the  concrete  core.  The  type  of  the  structural  colunm  shall  be  subject 
to  approval  by  the  Consulting  Engineer. 

73.  Bending  Stresses  in  Columns.  Stresses  due  to  eccentric  loads  and  lateral 
forces  must  be  provided  for  by  increasing  the  section  until  the  maximum  stress  does 
not  exceed  the  values  specified  under  the  heading  of  "Stresses."  If  in  any  case  tension 
is  possible  in  the  longitudinal  bars,  adequate  connection  between  the  ends  of  the 

*  See  i>age  564. 
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bars  must  be  provided  to  take  this  tension,  and  joints  must  be  arranged  at  points  of 
low  tension. 

74.  Wall  Columns.  Wall  columns  shall  be  designed  to  resist  the  actual  bending 
moment  transmitted  from  the  beams  as  determined  by  the  method  of  least  work. 
The  reinforcing  steel  in  the  roof  columns  shall  be  stopped  at  the  lower  surface  of  the 

roof  beams  so  as  to  leave  a  free  support,  or  else  the  column  shall  be  designed  for  a 

wl* 

moment  of  not  less  than  —  in  which  I  is  the  span  of  the  beam. 

20 

WORKING  STRESSES 

75.  The  following  working  stresses  shall  be  used  for  static  loads.  Proper  allowances 
for  vibration  and  impact  shall  be  added  to  live  loads  where  necessary  to  produce  an 
equivalent  static  load  before  applying  the  unit  stresses  in  proportioning  parts. 

76.  The  stresses  in  the  concrete  are  based  on  a  quality  of  concrete  having  an  ulti- 
mate strength  of  2  000  pounds  per  square  inch,  as  shown  by  tests  of  cylinders  having 
a  diameter  not  less  than  4  times  the  size  of  the  largest  stone,  nor  less  than  4  inches, 
and  a  length  double  incir  diameter.  If  shorter  specimens  are  used  in  tests,  correc- 
tion shall  be  made  by  the  proper  ratio.  The  consistency  of  the  concrete  for  the  test 
specimens  shall  be  such  that  when  placed  in  a  cylinder  at  least  3  inches  in  diameter, 
which  is  then  inunediatdy  removed,  it  will  just  begin  to  lose  its  shape.  Specimens 
shall  be  stored  in  moist  sand  until  ready  to  cap  with  neat  cement  24  hours  before  test- 
ing. In  case  a  stronger  or  a  weaker  concrete  than  this  is  used  in  certain  parts  of  the 
structure,  the  working  stresses  may  be  increased  or  diminished  in  like  ratio,  provided, 
however,  that  for  a  concrete  whose  strength  at  28  days  is  greater  than  2200  pounds 
and  less  than  2900  pounds  per  square  inch,  the  ratio  of  moduli  of  elasticity  shall  be 
taken  at  12  instead  of  at  15. 

77.  Allowable  working  stresses  for  2  000  pound  concrete  shall  be  taken  as  follows  : 
Bearing.    When  compression  is  applied  to  a  surface  of  concrete  at  least  twice  the 

loaded  area,  a  compressive  stress  of  650  pounds  per  square  inch. 

Direct  Compression.  For  columns  with  longitudinal  reinforcement  only  to  the 
extent  of  not  less  than  i  per  cent,  and  more  than  4  per  cent.,  450  pounds  per  square 
inch  on  the  effective  area  of  the  concrete. 

For  columns  reinforced  with  not  less  than  i  per  cent,  and  not  more  than  4  per  cent, 
of  longitudinal  bars,  and  with  bands,  hoops,  or  spirals,  as  specified  above,  a  stress  of 
700  pounds  per  square  inch,  provided  the  ratio  of  the  unsupported  length  of  the 
column  to  the  diameter  of  the  hooped  core  is  not  more  than  10. 

For  the  core  of  the  structural  steel  column,  350  pounds  per  square  inch. 

In  computing  the  strength  of  the  columns  with  longitudinal  reinforcement,  the 
longitudinal  steel  bars  shall  be  figured  as  carrying  their  proportion  of  the  load. 

Compression  in  Extreme  Fiber.  For  extreme  fiber  stress  in  beams,  girders,  and 
slabs,  a  stress  of  650  pounds  per  square  inch.  Adjacent  to  the  supports  of  continuous 
members,  stresses  15  per  cent,  higher  may  be  used. 

Shear  and  Diagonal  Tension.  In  calculations  on  beams,  the  maximum  shearing 
stress  in  a  section  shall  be  used  as  the  means  of  measuring  diagonal  tension  stress, 
and  the  following  allowable  values  for  the  mftTimiim  vertical  shearing  stress  are 
recommended: 
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(a)  For  beams  with  horizontal  bars  only  and  without  web  reinforcement,  calcu- 

lated by  the  formula  given  in  Section  60,  40  pounds  per  square  inch. 

(b)  For  beams  thoroughly  reinforced  with  web  reinforcement,  the  value  of  the 

shearing  stress  being  calculated  according  to  the  formula  in  Section  60, 
120  pounds  per  square  inch.  The  web  ronforcement  shall  be  proportioned 
to  resist  two-thirds  of  the  shfgiring  stresses,  as  computed  by  the  fonnula 
in  Section  60. 

(c)  For  punching  shear,  120  pounds  per  square  inch. 

Bond.  Bond  stress  between  concrete  and  plain  reinforcing  bars,  80  pounds  per 
square  inch;  drawn  wire,  40  pounds  per  square  inch;  deformed  bars  of  mercantile  types 
of  design,  60  pounds  per  square  inch. 

Reinfobcement.  Tensile  or  compressive  strength  for  steel  bars  used  as  rein- 
forcement, 16  000  pounds  per  square  inch.* 

Modulus  of  ELAsnciTY.  The  ratio  of  modulus  of  elasticity  of  steel  to  modulus 
of  elasticity  of  concrete  shall  be  taken  as  15,  except  in  cases  where  the  strength  of  the 
concrete,  as  determined  by  the  strength  of  cylinders  8  inches  in  diameter  by  16  inches 
long  at  the  age  of  28  days,  exceeds  2200  pounds  per  square  inch  and  is  less  than  2900 
pounds,  when  it  shall  be  taken  as  12. 


*  At  Tedmology,  ms  a  icnalt  of  toti,  twitted  sted  mm  adopted  mine  ft  wofking  atnm  in  teosion 
x8  000  poands  per  tqnue  indi. 
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CHAPTER  IV 
CLASSIFICATION  OF  CEMENTS. 

From  an  engineering  standpoint,  limes  and  cements  may  be  classified  as 

Portland  cement. 

Natural  cement. 

Puzzolan  cement. 

Hydraulic  lime. 

Common  lime. 
Typical  analyses  of  each  of  these  are  presented  in  the  following  table. 
The  composition  of  Natural  cement,  even  different  samples  of  the  same 
brand,  is  so  extremely  variable  that  their  analyses  cannot  be  regarded  as 
characteristic  of  locality. 

Typical  Analyses  of  Cements. 
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'W.  F.  Hillebrand,  Society  of  Chemical  Industry,  1^2,  Vol.  XXI. 

^.  F.  Hillebrand,  Journal  American  Chemical  Society,  1903*  25,  1180. 

^Clifford  Richardson,  Brickbuilder,  1897.  p-  229. 

^Stanger  &  Biount,  Mineral  Industry,  Vol.  V,  p.  69. 

''Candlot,  Ciments  et  Chaux  Hydrauliques,  1898,  p.  174. 

*Le  Chatelier.  Annales  des  Mines.  September  and  October,  1893,  p.  36. 

^Report  of  the  Board  of  U.  S.  Army  Engineers  on  Steel  Portland  Cement,  1900,  p.  5a. 

K^andlot,  Ciments  et  Chaux  Hydrauliques,  1898,  p.  24. 

*Rockland-Rockport  Lime  Co. 

'^'Western  Lime  and  Cement  Co 
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PORTLAND  CEMENT 

Portland  cement  is  defined  by  Mr.  Edwin  C.  Eckel,  formerly  of  the 
U.  S.  Geological  Survey,  as  follows:  "By  the  term  Portland  cement  is 
to  be  understood  the  material  obtained  by  finely  pulverizing  clinker 
produced  by  burning  to  semi-fusion  an  intimate  artificial  mixture  of 
finely  ground  calcareous  and  argillaceous  materials,  this  mixture  con- 
sisting approximately  of  3  parts  of  lime  carbonate  to  i  part  of  silica, 
alumina  and  iron  oxide." 

The  definition  is  often  further  limited  by  specifying  that  the  finished 
product  must  contain  at  least  1.7  times  as  much  lime,  by  weight,  as  of 
silica,  alumina,  and  iron  oxide  together. 

The  only  surely  distinguishing  test  of  Portland  cement  is  its  chemical 
analysis  and  its  specific  gravity. 

Portland  cement  should  always  be  used  in  reinforced  concrete  con- 
struction and  in  any  construction  liable  to  shocks  or  vibration  or  stresses 
other  than  direct  compression. 

White  Portland  Cement  is  manufactured  for  surface  finish  and 
ornamental  work.  It  contains  relatively  high  alumina,  with  only  i 
per  cent  or  less  of  iron  oxide. 

Iron  Portland  Cement  has  been  made  with  a  view  to  its  use  in 
sea  and  alkaline  waters.  It  contains  relatively  high  iron,  with  less 
than  2  j>er  cent  of  alumina.  It  is  slow  setting,  with  high  tensile 
strength  in  long  time  tests. 

The  term  Natural  Portland  Cement  arose  from  the  discovery  in 
Boulogne-sur-Mer,  France,  as  early  as  1846,  of  a  natural  rock  of  suitable 
composition  for  Portland  cement.  A  similar  discovery  in  Pennsylvania 
gave  rise  to  the  same  term  in  America,  but  the  manufacturers  soon 
found  it  necessary  to  add  to  the  cement  rock  a  small  percentage  of 
purer  limestone.  Since  the  chemical  composition  of  Portland  cement, 
as  defined  above,  is  substantially  uniform  regardless  of  the  materials 
from  which  it  is  made,  in  the  United  States  the  terms  "natural"  and 
"artificial"  are  meaningless. 

In  France,  cements  intermediate  between  Roman  and  Portland  are 
called  "natural  Portlands."* 

Sand  Cement.  Sand  or  silica  cement  is  a  mechanical  mixture  of 
Portland  cement  and  mineral  matter,  ground  together  very  finely  in  a 
tube  mill  or  other  suitable  machine.  Tests  by  the  U.  S.  Reclamation 
Servicet  indicate  that  the  action  of  this  matter  on  the  cement  when 

*Caiidk>t*ji  Ciments  ct  Chaux  Hydiauliques,  1898,  p.  164. 

t  Rapier  R.  Coghlan,  Engineering  News,  June  19,  1913,  p.  1270,  and  l..  E.  Sale.  Engineering  Con- 
tracting, December  3,  i9«3,  p.  623. 
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tufa),  a  Lehigh  Valley  Portland  cement,  Monolith  Portland  cement, 
and  several  puzzolanic  materials. 

The  tufa  cement  mortar  as  tested  by  the  Los  Angeles  engineers* 
showed  higher  tensile  strength  after  ten  days  than  straight  Portland 
cement  mortar,  while  the  leaner  the  mortar  the  greater  the  ratio.  The 
growth  in  strength,  as  shown  by  five  year  tests,  is  steady.  In  compres- 
sion, 1:2:4  tufa  cement  concrete  averaged  about  20  per  cent,  weaker 
than  1:2:4  Portland  cement  concrete  at  ages  up  to  3  months,  while 
1:3:6  mixes  were  of  substantially  equal  strength.  The  slow-harden- 
ing property  of  tufa  cement  requires  the  forms  to  be  left  in  place  longer 
than  is  ordinarily  the  practice.  Special  care  also  is  necessary  in  pro- 
tecting the  concrete  from  low  temperatures  and  from  drying  out  and 
cracking. 

VATUSAL  OEMEMT 

Natural  cement  is  ^'made  by  calcining  natural  rock  at  a  heat  below 
incipient  fusion,  and  grinding  the  product  to  powder."  f  Natural  cement 
contains  a  larger  proportion  of  clay  than  hydraulic  lime,  and  is  consequently 
more  strongly  hydraulic.  Its  composition  is  extremely  variable  on  account 
of  the  difference  in  the  rock  used  in  manufacture. 

Natural  cements  in  the  United  States  in  numerous  instances  bear  the 

names  of  the  localities  where  first  manufactured.     For  example,  Rosendale 

cement,  a  term  heard  in  New  York  and  New  England  more  frequently 

than  Natural  cement,  was  originally  manufactured  in  Rosendale,  Ulster 

County,    N.    Y.      Louisville    cement  first  came  from  Louisville,    Ky. 

The  James  River,  Milwaukee,    Utica,  and    Akron    are    other    Natural 

cements  named  for  localities. 
In  England  the  best  known  Natural  cement  is  called  Roman  cement. 

Occasionally  one  hears  the  term  Parker's  Cement,  so  called  from  the  name 

of  the  discoverer  in  England. 

Natural  cement  may  be  substituted  for  Portland  in  concrete,  if 
economy  demands  it,  for  dry  unexposed  work  where  the  load  in  com- 
pression can  never  exceed,  say,  75  pounds  per  square  inch  (5  tons  per 
square  foot)  and  will  not  be  imposed  until  three  months  after  placing. 

In  mortar  Natural  cement  is  adapted  for  ordinary  brickwork  not  sub- 
jected to  high  water  pressure  or  to  contact  with  water  until,  say,  one 
month  after  laying,  and  for  ordinary  stone  masonry  where  the  chief 
requisite  is  weight  and  mass. 

Natural  cement  concrete  or  mortar  should  never  be  allowed  to  freeze, 

*  See  paper  by  J.  6.  Lippmcott,  Transactions  American  Society  of  Civil  Engineers,  Vol.  LXXVI* 

19*3.  P-  Sao- 

t  IMeasional  Papers,  No.  38,  U.  S.  Army  Engineers,  p.  33* 
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should  never  be  laid    under  water,  in  exposed  situations,  in  columns, 
beams,  floors  or  building  walls,  or  in  marine  construction. 

LE    GHATEUER'S    CLASSIFICATION    OF    NATURAL    CEMENTS 

In  France  there  are  several  classes  of  Natural  cement.  Mr.  H.  Le 
Chatelier*  classifies  Natural  cements  as  those  obtained  "by  the  heating  of 
limestone  less  rich  in  lime  than  the  limestone  for  hydraulic  lime.  They 
may  be  divided  into  three  classes:  f 

"Quick-setting  cements,  such  as  Vassy    and  Roman     (Ciments    a 

prise  rapide,  Vassy,  romain); 
"  Slow-setting  cements  (Ciments  k  prise  demi-lente) ; 
"  Grappiers  cement  (Ciments  de  grappiers). 

PUZZOLAN  OR  SLAG  CEMENT 

Puzzolan  cement  is  the  product  resulting  from  mixing  and  grinding 
together  in  definite  proportions  slaked  lime  and  granulated  blast 
furnace  slag  or  natural  puzzolanic  matter  (such  as  puzzolan,  santorin 
earth,  or  trass  obtained  from  volcanic  tufa).  The  ancient  Roman 
cements  belonged  to  the  class  of  Puzzolans. 

Blast  furnace  slag  is  essentially  an  artificial  puzzolana,  formed  by  the 
combustion  in  a  blast  furnace,  and  Puzzolan  or  slag  cements,  formerly 
made  in  the  United  States,  are  ground  mixtures  of  granulated  blast 
furnace  slag,  of  special  composition,  and  slaked  lime.  The  cement  is  of 
light  lilac  color,  of  low  specific  gravity  (2.6  to  2.8),  very  finely  ground, 
and  characterized  by  an  intense  bluish  green  color  in  a  fresh  fracture 
after  long  submersion  in  water.  Puzzolan  cements  must  not  be  con- 
founded with  true  Portlands  made  from  blast   furnace  slag  and  lime. 

Puzzolan  or  slag  cements  have  been  limited  to  certain  possible  uses 
by  the  engineer  officers  of  the  U.  S.  Armyt  as  follows: 

Puzzolan  cement  never  becomes  extremely  hard  like  Portland,  but 
Puzzolan  mortars  and  concretes  are  tougher  or  less  brittle  than  Portland. 

The  cement  is  well  adapted  for  use  in  sea  water,§  and  generally  in  all 
positions  where  constantly  exposed  to  moisture,  such  as  in  foundations  of 
buildings,  sewers,  and  drains,  and  underground  works  generally,  and  in  the 
interior  of  heavy  masses  of  masonry  or  concrete. 

It  is  unfit  for  use  when  subjected  to  mechanical  wear,  attrition,  or 
blows.  It  should  never  be  used  where  it  may  be  exposed  for  long  periods 
to  dry  air,  even  after  it  has  well  set.  It  will  turn  white  and  disintegrate, 
due  to  the  oxidation  of  its  sulphides  at  the  surface  under  such  exposure. 

*  Proc£d6s  d'Easai  des  Mat^riaux  Hydrauliquea,  Annales  des  Mines,  xSgs* 

t  For  description  of  these  classes  see  2nd  edition  "  Concrete  Plain  and  Reinforced"  pp.  40  and  50. 

X  Professional  Papers  No.  28. 

S  See  Chapter  XV,  by  R.  Feret. 


CLASSIFICATION  OF  CEMENTS  45 

Puzzolanic  material  has  been  suggested  by  Dr.  Michaelis,  of  Germany, 
and  Mr.  R.  Feret,  of  France  (see  Chapter  XV),  as  a  valuable  addition 
to  Portland  cement  designed  for  use  in  sea  water. 

HYDRAULIC  LIME 

The  hydrauhc  properties  of  a  lime — its  ability  to  harden  under  water — 
are  due  to  the  presence  of  clay,  or,  more  correctly,  to  the  silica  in  the 
clay.  Hydraulic  lime,  although  not  manufactured  in  the  United  States, 
is  still  used  to  a  certain  extent  in  Europe  as  a  substitute  for  cement. 
The  celebrated  lime-of-Teil  of  France  is  a  hydraulic  lime.  Beton- 
Coignet  is  a  mixture  of  hydraulic  lime  with  cement  and  sand.  Hydraulic 
lime  is  made  up  artificiaUy  in  localities  where  labor  is  very  cheap,  as  in 
the  British  dependencies,  by  grinding  together  balls  of  clay  and  lime 
hydrated  for  the  purpose.  A  large  dam*  was  built  in  1914  in  Mexico, 
of  one-man  stone  laid  in  mortar  of  hydrauhc  Ume  made  up  on  the  job. 
It  set  very  slowly,  but  eventually  became  extremely  hard.  Regular 
tests  were  carried  on  during  construction. 

Mr.  Edwin  C.  Eckel  statesf  diat  "theoretically  the  proper  composition 
for  a  hydraulic  limestone  should  be  calcium  carbonate  86.8%,  silica  13.2%. 
The  hydraulic  limestones  in  actual  use,  however,  usually  carry  a  much 
higher  silica  percentage,  reaching  at  times  to  25%;  while  alumina  and  iron 
are  commonly  present  in  quantities  which  may  be  as  high  as  6%.  The 
Jicje  content  of  the  limestones  commonly  used  varies  from  55%  to  65%." 

rAithough  the  chemical  composition  of  hydraulic  lime  is  similar  to  Port- 
land cement,  its  specific  gravity  is  much  lower,  lying  between  2.5  and  2.8.t 

In  the  manufacture  of  hydraulic  lime  the  limestone  of  the  required  com- 
position is  burned,  generally  in  continuous  kilns,  and  then  sufficient  water 
is  added  to  slake  the  free  lime  produced  so  as  to  form  a  powder  without 
crushing. 

COMMON  UME 

Common  lime  is  not  suitable  for  a  principal  ingredient  in  concrete. 
It  will  not  set  in  contact  with  water,  sustain  heavy  loads,  or  resist  wear. 

The  use  of  lime  mortar,  in  the  building  laws  of  some  cities,  is  limited 
to  chimney  construction  in  frame  buildings,  while  other  cities  permit  its 
use  in  walb  of  all  except  fireproof  buildings.  The  stresses  on  brick  laid 
in  lime  mortar  should  be  limited  to  7  tons  per  square  foot. 

•Authority  of  William  B.  FuUer. 

^  American  Geologist,  March,  1902,  p.  152. 

tCandlot's  Ciments  et  Chaux  Hydrauliques,  189S,  p.  26. 
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Lime  and  Natural  cement  mortar  is  suitable  for  ordinary  building 
brickwork,  for  light  rubble  foundations  and  for  building  walls. 

Lime  and  Portland  cement  mortar  is  adapted  for  the  same  purposes 
as  mortars  of  lime  and  Natural  cement,  but  is  of  superior  quality  and 
strength. 

The  commercial  lime  of  the  United  States  is  "quicklime,"  which  is 
chiefly  calcium  oxide  (CaO). 

Lime  is  now  manufactured  Dy  a  continuous  process.  Limestone  of  a 
rather  soft  texture,  so  as  to  be  as  free  as  possible  from  silica,  iron  and 
altunina,  is  charged  into  the  top  of  a  kiln  which  may  be,  say,  40  ft.  high 
by  10  ft.  m  diameter.  The  fuel  is  introduced  into  combustion  chambers 
near  the  foot  of  the  shaft,  and  the  finished  product  is  drawn  out  from  time 
to  time  through  another  opening  in  the  bottom  of  the  shaft  The  tempera- 
ture of  calcination  may  range  from  1400°  Fahr.  (760°  Cent.)  to,  at  times, 
2,000®  Fahr.  (1,090°  Cent.)  The  product  (see  analysis,  p.  40),  in  ordi- 
nary lime  of  the  best  quahty,  is  nearly  pure  calcium  oxide  (CaO).  Upon 
the  addition  of  water  the  lime  slakes,  forming  calcium  hydrate  (CalLjOj), 
and,  with  the  continued  addition  of  water,  increases  in  bulk  to  twice 
to  three  times  the  original  loose  and  dry  volume  of  the  lump  lime 
as  measured  in  the  cask.  Li  this  plastic  condition  it  is  termed  by 
plasterers  "putty"  or  "paste." 

The  setting  of  lime  mortar  is  the  result  of  three  distinct  T>«:'M:^Via  *,. 
which,  however,  may  all  go  on  more  or  less  simultaneously.  y^^ 
dries  out  and  becomes  firm.  Second,  during  this  operation,  the  caldc 
hydrate,  which  is  in  solution  in  the  water  of  which  the  mortar  is  made, 
crystallizes  and  binds  the  mass  together.  Hydrate  of  hme  is  soluble  in  831 
parts  of  water  at  78®  Fahr;  in  759  parts  at  32°  and  in  1136  parts  at  140®. 
Third,  as  the  per  cent,  of  water  in  the  mortar  is  reduced  and  reaches  five 
per  cent.,  carbonic  acid  begins  to  be  absorbed  from  the  atmosphere.  If 
the  mortar  contains  more  than  five  per  cent,  this  absorption  does  not  go 
on.  While  the  mortar  contains  as  much  as  0.7  per  cent,  the  absorption 
continues.  The  resulting  carbonate  probably  unites  with  the  hydrate  of 
lime  to  form  a  sub-carbonate,  which  causes  the  mortar  to  attain  a  harder 
set,  and  this  may  finally  be  converted  to  carbonate.  The  mere  dr3dng 
out  of  mortar,  oiu:  tests  have  shown,  is  sufficient  to  enable  it  to  resist 
the  pressure  of  masonry,  while  the  further  hardening  furnishes  the  neces- 
sary bond.* 

BAagnesian  Limes  evolve  less  heat  when  slaking,  expand  less,  and  set 
more  rapidly  than  pure  lime.     A  typical  analysis  is  given  on  page  40. 

*The  authors  are  indebted  to  Mr.  Clifford  Richardson  for  this  paragraph. 
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Hydrated  Lime  is  the  powdered  product  formed  by  slaking  quick 
lime  with  the  requisite  amount  of  water.  The  material  as  it  comes  into 
commerce  is  a  very  finely  divided  white  powder,  and  if  properly  pre- 
pared contains  no  unhydrated  particles  of  lime.  For  this  reason  it  is 
preferable  to  conmion  lime  paste  or  putty  for  use  with  Portland  cement, 
because  if  properly  manufactured  it  is  more  thoroughly  slaked  and  is 
easily  handled  and  measured.* 

*  See  S.  Y.  Brigham  in  Engineering  News,  Aug.  37,  IQ03,  p.  177,  and  Charles  Warner  in  Rock  Products 
Feb.  1004,  p.  36. 
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CHAPTER  V 

CHEMISTRY  OF  HYDRAULIC  CEMENTS* 

By  Sfencek  B.  Newbekxy 

INTRODUCTION 

Hydraulic  cements  are  compounds  consisting  chiefly  of  lime,  silica, 
and  alumina,  which  have  the  property,  when  mixed  with  water  to  a 
paste,  of  hardening  to  a  stone-like  mass.  They  may  be  classified  as 
follows: 

1.  Portland  cement,  made  by  calcining  at  high  heat  an  artificial 
mixture  of  carbonate  of  lime  with  clay,  shale  or  slag,  in  certain  exact 
proportions,  and  grinding  the  resulting  clinker  to  powder. 

2.  Natural  cement,  made  by  burning  at  low  heat  limestone  contain- 
ing excess  of  clay  and  usually  much  magnesia,  and  grinding  the  product. 

3.  Hydraulic  lime,  obtained  by  burning  limestone  containing  a  small 
percentage  of  clay,  slaking  by  sprinkling  with  water,  and  sifting  the 
product. 

4.  PozEolan  or  slag  cement,  made  by  mixing  and  grinding  slaked  lime 
with  certain  kinds  of  volcanic  scoria  or  blast-furnace  slag.  ^x  la  ^. 

It  will  be  noted  that  Portland  cement.  Natural  cement  ancfHiy- 
draulic  lime  are  all  made  by  calcining  mixtures  of  carbonate  of  lime 
with  argillaceous  material  such  as  clay,  shale  or  slag,  the  differences 
being  in  the  proportions  and  temperatures  of  burning.  It  is  well  known 
that  pure  lime,  while  it  hardens  slowly  in  air,  remains  soft  if  kept  con- 
stantly  wet.  Smeaton,  the  engineer  of  the  Eddystone  lighthouse,  in 
1756,  experimented  with  various  kinds  of  lime,  and  discovered  that 
only  those  containing  a  considerable  proportion  of  clay  would  harden 
under  water.  He  was  thus  the  first  to  show  the  important  part  played 
by  the  insoluble  constituents  of  impure  limestone  in  conferring  hydraulic 
properties  on  the  lime  burned  from  such  stone. 

Limestones  containing  varying  proportions  of  argillaceous  matter  are 
of  frequent  occurrence.  It  is  found  that  if  the  clay  substance  con- 
tained is  only  10  or  12  per  cent.,  the  product  will  heat  and  slake  on 
sprinkling  with  water,  and  a  hydraulic  lime  will  result.    On  the  other 

*  The  authors  are  indebted  to  Mr.  Newberry  for  this  chapter,  which  has  been  espedally  prepared  by 
him  for  this  Treatise. 
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hand,  if  the  clay  substance  is  30  per  cent,  or  more,  and  the  stone  is  burned 
at  high  heat,  it  will  fuse  to  a  slag  having  no  hydraulic  properties;  but  if 
burned  at  low  heat,  just  sufficient  to  drive  off  the  carbon  dioxide,  a 
soft  product  is  obtained  which  does  not  heat  or  slake  with  water.  On 
grinding  this  to  powder  a  quick-setting  Natural  cement  is  produced. 
Between  these  two  extremes  lies  a  certain  proportion  of  lime  and  clay 
substance  which  stands  a  very  high  heat  without  fusing,  does  not  slake 
or  expand  with  water,  and  on  grinding  yields  a  material  far  superior  to 
hydraulic  lime  or  Natural  cement  in  strength  and  promptness  of  harden- 
ing.   This  is  known  as  Portland  cement. 

CHEMICAL  CONSTITUENTS  OF  CEMENT 

The  nature  of  the  compounds  formed  in  the  burning  and  hardening 
of  cement  remained  obscure  for  a  long  period  after  Portland  cement 
had  been  made  and  used  on  a  large  scale.  Le  Chatelier,  in  his  epoch- 
making  work  in  1887,  showed  that  cement  clinker  consists  essentially 
of  tri-calcium  silicate,  3  CaO.Si02,  and  tri-calcium  aluminate,  3 
CaO.Al208,  and  that  on  hardening  with  water  the  tri-calcium  silicate 
is  converted  into  crystalline  calcium  hydrate  and  hydrated  mono-calcium 
silicate,  as  follows: 

3CaO.Si02  +  Aq.  =  2Ca(OH)2  +  CaO.SiOs.  2^  H2O. 

The  aluminate  also  hydrates  to  hydrated  tri-calcium  aluminate. 

Subsequent  investigators  denied  the  existence  of  tri-calcium  silicate, 
as  they  failed  to  obtain  this  compound  by  fusing  lime  and  silica,  a  mix- 
ture of  di-calciimi  silicate  and  free  lime  being  obtained  in  all  cases.  For 
many  years  the  question  of  the  constitution  of  clinker  was  investigated 
by  CliflFord  Richardson,  E.  D.  Campbell,  and  others,  and  especially  by 
E.  S.  Shepherd  and  G.  A.  Rankin  of  the  Geophysical  Laboratory  of  the 
Carnegie  Institute,  and  P.  H.  Bates,  A.  A.  Klein  and  A.  J.  Phillips  of 
the  Bureau  of  Standards.  These  investigators  found  that  tri-calcium 
silicate  is  readily  obtained  if  a  very  small  percentage  of  alumina  or 
magnesia  is  present  in  the  mixture  of  lime  and  silica;  they  thus  have 
fully  confirmed  Le  Chatelier's  observations  of  twenty-eight  years  ago. 

The  whole  of  our  present  knowledge  of  the  chemistry  of  cement  is 
admirably  summed  up  in  a  paper  by  G.  A.  Rankin  on  "The  Constituents 
of  Portland  Cement  Clinker"  (Journal  Industrial  and  Engineering 
Chemistry,  June,  191 5.  This  paper  should  be  read  by  all  who  are 
interested  in  the  subject  The  important  conclusions  stated  are  im- 
perfectly summarized  as  follows: 
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Thfe  essential  components  of  well-bumed  Portland  cement  clinker 
are 

Tri-calcium  silicate,  3  CaO.SiOj 

Di-calcium  silicate,  2CaO.Si02 

Tri-calcium  aluminate,  3CaO.Ala08 
If  the  clinker  is  not  well  burned,  so  that  practically  complete  equilibrium 
is  not  reached,  there  will  be  present  also  free  lime,  CaO,  and  an  alumi- 
nate of  the  formida,  5Ca0.3Al20d  The  other  substances  present, 
magnesia,  iron  oxide  and  alkalies,  are  useful  in  forming  a  flux,  from  which 
during  the  burning  the  tri-  and  di-silicate  and  tri-aluminate  crystallize 
out.  Fineness  of  grinding  of  the  raw  material  and  temperature  and 
time  of  burning  are  factors  in  reaching  equilibrium.  Conmiercial  gray 
cement  clinker,  containing  6.7  per  cent,  of  fluxes,  requires  a  temperature 
of  about  i425**Cent.  White  cement  clinker,  containing  2.4  per  cent, 
fluxes,  requires  i525°Cent.,  while  a  mixture  of  pure  lime,  silica  and 
alumina  requires  i65o°Cent. 

Tri-calcium  silicate,  3  CaO.SiOa,  is  formed  by  prolonged  heating  of 
the  constituents  at  a  temperature  somewhat  below  the  fusing  point  of 
the  compound,  which  is  igoo^Cent.  If  heated  to  fusion  it  is  decomposed 
into  a  mixture  of  free  lime  and  di-calcium  silicate.  It  is  this  behavior 
which  caused  the  existence  of  the  compoimd  to  be  so  long  denied. 

Di-calcium  silicate,  2  CaO.Si02,  exists  in  four  forms.  Of  these,  the 
beta  form  changes  to  the  gamma  form  on  cooling  down  to  675°Cent., 
and  in  this  transformation  expands  in  volume  about  10  per  cent. ;  this 
causes  the  crystals  to  fall  to  powder,  a  phenomenon  often  seen  in  the 
cooling  of  overclayed  clinker  and  known  as  "dusting." 

Tri-calcium  aluminate,  3  CaO.AlaOa,  is  formed  by  heating  the  con- 
stituents for  a  long  time  at  about  i40o°Cent.  If  heated  to  the  melting 
point,  i535°Cent.,  it  is  largely  decomposed  into  free  lime  and  fusible 
low-lime  aluminates. 

In  the  burning  of  clinker,  the  changes  which  take  place  may  be 
briefly  stated  as  follows: 

Carbon  dioxide  is  driven  off,  and  the  resulting  lime  begins  to  com- 
bine with  the  silica,  alumina,  etc.  present,  forming  first  the  fusible 
aluminate,  5  CaO.  AI2O8,  and  di-calcium  silicate.  These  two  compounds 
unite  with  more  lime  to  form  tri-calcium  silicate  and  tri-calcium  alumi- 
nate. The  formation  of  these  substances  is  greatly  aided  by  the  pres- 
ence of  a  certain  amount  of  liquid  flux,  which  begins  to  form  at 
i33S°Cent.  If  held  at  about  i425°Cent.  for  some  time,  the  5  :  3  alumi- 
nate and  the  free  lime  will  disappear;  and  the  clinker  will  consist  of  tri- 
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jalcium  silicate,  di-calcium  silicate,  tri-calcium  aluminate  and  flux  of 
indefinite  composition. 

Professor  Edward  D.  Campbell  has  published  a  most  interesting 
account  of  the  mechanical  separation  of  the  solid  and  liquid  constitu- 
ents of  clinker  at  the  burning  temperature.  Discs  of  clinker  were  pre- 
pared, placed  between  discs  of  pure  magnesia  and  exposed  for  3  hours 
or  longer  to  temperatures  of  1475°  ^^  ^575°  Cent  The  fused  portion 
of  the  clinker,  corresponding  to  the  "celite"  of  Tomebohm,  was  ab- 
sorbed by  the  magnesia  discs,  leaving  the  "alite"  or  crystalline  portion 
in  comparatively  pure  condition.  This  alite  proves  to  be  a  calcium 
silicate,  containing  2.8  to  3  molecules  of  lime  to  one  of  silica,  according 
to  the  basicity  of  the  clinker,  with  little  alumina  and  very  little  iron 
oxide.  The  celite  or  liquid  portion  is  essentially  a  calcium  aluminate, 
containing  little  silica  but  most  of  the  alumina  and  iron  oxide.  These 
results  accord  with  those  stated  by  Rankin,  the  temperatures  having 
been  high  enough  to  hold  most  of  the  tri-calciimi  aluminate  in  fused 
condition. 

The  writer  has  permission  to  quote  the  following  from  a  letter  from 
Mr.  P.  H.  Bates  of  the  Bureau  of  Standards,  referring  to  certain  investi- 
gations not  yet  published: 

I  am  at  present  engaged  on  a  paper  which  reports  the  results  which 
we  have  obtained,  with  both  neat  and  sand  briquettes,  made  of  the  very 
pure  constituents  which  are  found  in  cement.  We  have  been  able  to 
obtain  tri-calciimi  silicate,  containing  in  one  case  about  90  per  cent,  and 
in  another  95  per  cenL  of  this  material.  The  di>calcium  silicate  has  been 
prepared  with  much  greater  purity  and  also  the  tri-calcium  aluminate 
in  a  very  pure  condition.  We  have  followed  the  tensile  specimens  of 
these  three  compounds  for  a  year,  obtaining  both  the  strengths  and  the 
amount  of  hydration  determined  by  ignition  loss  as  well  as  by  micro- 
scopical examination.  We  have  also  mixed  these  three  compounds  in 
various  proportions,  by  simply  grinding  together,  and  have  obtained 
the  same  kind  of  data  from  these.  The  results  have  been  very  striking 
indeed.  We  found  that  the  tri-calcium  siUcate  of  this  purity,  and 
containing  only  a  few  tenths  of  one  per  cent,  of  alumina,  has  all  the 
properties  of  Portland  cement,  especially  rate  of  setting  and  strength 
developed.  The  tri-calcium  ailuminate  hydrates  as  rapidly  as  quick 
lime,  and  in  24  hours  has  as  much  strength  as  it  will  ever  obtain,  about 
100  pounds  per  square  inch.  The  di-calcium  silicate  hydrates  very 
slowly  and  can  hardly  be  removed  from  the  molds  before  the  end  of  a 
week.  At  the  end  of  a  year  the  neat  specimens  will  have  a  strength 
very  close  to  600  pounds,  but  even  with  this  strength  it  will  have  only 
about  5^  per  cent,  water  of  hydration  as  compared  with  the  tri-calcium 
silicate  which  has  a  little  over  13  per  cent,  water  of  hydration  but  not 
much  more  strength. 
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MATERIALS 

As  above  stated,  hydraulic  lime  is  made  by  burning  natural  lime- 
stone containing  a  small  amount  of  clay  substance,  while  Natural  cements 
are  made  by  burning  at  low  heat  natural  limestones  containing  a  rela- 
tively large  proportion  of  clay  substance.  Portland  cement,  on  the 
other  hand,  is  made  by  burning  at  high  heat  a  mixture  of  materials  of 
exactly  correct  composition,  usually  containing  approximately  75  per 
cent,  of  carbonate  of  lime  and  20  of  anhydrous  clay  substance.  A  vari- 
ation of  even  one  per  cent,  in  the  carbonate  of  lime,  from  the  percentage 
found  correct  for  given  materials,  will  injuriously  affect  the  quality  of 
the  cement  obtained.  If  stone  containing  exactly  the  right  amount  of 
clay  and  of  perfectly  uniform  composition  could  be  found,  Portland 
cement  could  be  made  from  it  simply  by  burning  and  grinding.  No 
deposits  of  such  stone,  are  however  known  or  likely  to  be  discovered. 
The  only  way,  therefore,  that  the  necessary  exact  composition  can  be 
obtained  is  by  making  an  artificial  n^ixture  of  materials  in  correct  pro- 
portions. 

Materials  for  Portland  cement  may  be  divided  into  two  groups: 

Calcareous  materials,  containing  excess  of  lime  over  that  required  for 
the  mixture,  and 

Argillaceous  materials,  containing  excess  of  clay  substance. 

The  calcareous  materials  generally  used  are  limestone,  chalk  or  marl. 
These  consist  chiefly  of  carbonate  of  lime,  and  are  found  abundantly 
in  nearly  all  sections  of  the  country. 

The  argillaceous  materials  in  ordinary  use  are  clay,  shale,  blast- 
furnace slag,  and  cement  rock.  The  latter  is  a  limestone  containing 
more  clay  substance  than  is  required.  It  occurs  in  extensive  deposits 
in  the  Lehigh  Valley  region  in  Pennsylvania  and  New  Jersey,  and  is 
used  on  a  very  large  scale  for  cement  manufactiure,  requiring  the  addi- 
tion of  only  a  small  amount  of  purer  limestone  to  give  a  correct  mixture. 
At  some  factories  in  that  section  it  is  necessary  only  to  mix  different 
layers  from  the  same  quarry  in  proper  proportions. 

Magnesia,  beyond  a  small  percentage,  has  generally  been  considered 
objectionable,  and  liable  to  cause  expansion  and  loss  of  strength  at  long 
periods.  Authorities  differ  greatly  in  regard  to  the  percentage  of  mag- 
nesia which  may  safely  be  present.  This  question  is  of  great  conse- 
quence in  view  of  the  wide-spread  occurrence  of  deposits  of  more  or  less 
magnesian  limestone  in  all  parts  of  the  country.  The  standard  191 7 
specifications  of  the  United  States  and  also  the  German  official  standard 
allow  5  per  cent,  magnesia  in  Portland  cement.     In  a  recent  investiga- 
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lion  by  the  United  States  Bureau  of  Standards,  the  highest  strengths 
were  obtained  with  cement  containing  5  per  cent,  magnesia;  cements 
containing  7.5  per  cent,  magnesia  also  gave  strengths  that  were  satisfac- 
tory. No  bad  eflfect  in  accelerated  tests  or  normal  tests  for  constancy  of 
volume  up  to  2S  days  were  noted  with  a  magnesia  content  up  to  18.98 
per  cent.  All  recent  investigations  indicate  that  magnesia  in  moderate 
amounts  does  not  cause  unsoundness  as  shown  by  ordinary  tests,  so  that 
the  allowance  of  5  per  cent,  is  certainly  entirely  safe.  Cements  with 
more  than  7  or  8  per  cent,  magnesia,  however,  are  inferior  in  strength, 
and  appear  to  show  increased  expansion  as  shown  by  measurements  of 
bars  of  concrete  kept  in  air  or  water.  This  last  point  needs  further 
exact  investigation. 

Clay  or  shale  for  Portland  cement  manufacture  should  be  silicious, 
and  practically  free  from  coarse  sand.  It  is  desirable  that  the  siUca 
in  the  mixture  shall  be  from  2.5  to  3.5  times  the  sum  of  alumina  and  iron 
oxide.  This  figure  is  often  called  the  siUca  ratio.  More  aluminous 
mixtures,  with  silica  ratio  of  2.0  or  less,  give  fusible  clinker  and  quick- 
setting  cement  unless  the  lime  is  carried  as  high  as  is  consistent  with 
good  soundness.  High  silica  ratio  permits  greater  latitude  in  propor- 
tions, and  allows  the  lime  to  be  carried  somewhat  lower  without  danger 
of  quick-setting. 

PROPORTION  OF  INGREDIENTS 

Experience  has  shown  that  with  given  materials  there  is  a  certain 
definite  proportion  of  carbonate  of  lime  to  clay  substance  which  gives 
best  results,  and  that  a  variation  from  this  definite  proportion,  even 
to  the  amount  of  one-half  per  cent,  of  the  carbonate  of  lime  present, has 
a  noticeably  bad  effect  on  the  resulting  product.  This  of  course  holds 
good  only  for  fixed  conditions  of  fineness  of  raw  material  and  tempera- 
ture and  time  of  burning,  since  extreme  raw  fineness  and  thorough  burn- 
ing make  it  possible  to  carry  the  lime  slightly  higher,  without  danger 
of  unsoundness,  than  would  be  practicable  with  coarser  raw  grinding 
and  less  perfect  burning.  Even  with  this  qualification,  however,  the 
limit  of  proportions  is  exceedingly  sharp  and  distinct,  and  the  interval 
between  unsoimdness,  due  to  too  high  lime,  and  low  strength  or  quick- 
setting,  due  to  excess  of  clay,  is  very  narrow.  Generally  speaking,  the 
higher  the  lime,  up  to  the  limit  of  soundness  as  shown  by  the  boiling 
test,  the  better  the  quality  of  the  resulting  cement. 

The  recognized  existence  of  a  definite  proportion  which  will  give  best 
resultshas  led  to  many  attempts  toestablish  a  definite  formula  by  which, 
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from  the  anal3rsis  of  the  materials,  the  correct  proportion  could  be  cal- 
culated. In  Germany  it  has  been  customary  to  so  adjust  the  ingredi- 
ents, as  proposed  by  Michaelis,  that  the  "hydraulic  modulus,"  the 
ratio  by  weight  of  lime  to  silica,  alumina  and  iron  oxide,  shall  be  from 
1.8  to  2.2.  These  limits  are  of  course  much  too  far  apart  to  be  of  practi- 
cal use.  It  has  also  become  generally  recognized  by  cement  chemists 
that  much  more  lime  combines  with  silica  than  with  alumina  or  iron 
oxide.  The  "hydraulic  modulus"  is  therefore  a  variable,  and  must 
be  much  higher  in  the  case  of  silicious  materials  than  with  those  high 
in  alumina  and  iron. 

Le  Chatelier  stated  in  1887  that  the  lime  and  magnesia  in  Portland 
cement  should  not  exceed  a  maximum, 

CaO  +  MgO^ 
SiOi+AUOt""^ 

nor  be  less  than  a  minimum 

CaO  +  MgO        .^ 


SiOj-ALOs-FejOa 


These  formulas  represent  chemical  equivalents  and  not  weights.  The 
best  brands  of  modem  Portland  cement  approach  closely  to  the  above 
maximum  formula,  while  a  cement  corresponding  to  the  minimum 
formula  would  be  so  greatly  over-dayed  as  to  be  practically  useless. 
These  limits  are  therefore  too  far  apart  to  be  of  value.  Another  serious 
defect  in  the  formulas  is  the  inclusion  of  magnesia  with  lime.  AU  investi- 
gations show  that  magnesia  is  practically  inert  so  far  as  the  proportion 
of  lime  to  day  is  concerned.  That  is,  an  over-clayed  mixture  is  not 
corrected  by  the  addition  of  magnesia,  and  the  proportions  must  be 
calculated  on  the  basis  of  lime  to  silica,  alumina,  and  iron  oxide,  leaving 
the  magnesia  out  of  account. 

Unfortimatdy,  theTecent  sdentific  investigations  on  the  constitution 
of  cement  dinker,  described  on  preceding  pages,  while  they  identify 
the  constituents  of  dinker,  fail  to  establish  the  proportion  in  which 
these  constituents  should  be  present.  The  clinkers  studied  by  Rankin 
were,  in  fact,  much  lower  in  proportion  of  lime  than  the  best  modem 
brands  of  cement,  in  spite  of  their  having  been  burned  in  an  dectric 
furnace  and  thus  not  being  contaminated  with  fud  ash.  These  dinkers 
showed  tri-caldum  silicate,  di-caldum  silicate  and  tri-caldum  alumi- 
nate.  It  is  an  interesting  question  whether  the  di-caldum  silicate  would 
have  disappeared  if  suffident  lime  had  been  present  to  convert  it  into 
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tri-calcium  silicate,  and  thus  to  bring  the  composition  to  that  of  Le 
Chatelier's  maximum  formula. 

Practically,  it  is  certain  that  sound  cement  corresponding  to  Le 
Chatelier's  maximum  formula  can  be  made,  provided  the  raw  materials 
are  ground  sufficiently  fine  and  burned  for  the  necessary  time  at  suit- 
able temperature.  There  is  also  no  doubt  that  cement  of  highest 
quality  results  from  the  highest  practicable  proportion  of  lime,  pro- 
vided the  raw  grinding  and  burning  are  so  conducted  as  to  develop  the 
full  benefits  of  this  high  proportion. 

Some  years  ago  the  writer  published  a  paper*  containing  an  account 
of  experiments  based  on  the  work  of  Le  Chatelier.  It  was  found  that 
under  ordinary  conditions  of  raw  grinding  and  burning,  the  maximum 
of  lime  which  could  be  brought  into  combination  to  produce  a  sound 
cement  is  three  equivalents  for  each  equivalent  of  silica  and  two  equiva- 
lents for  each  equivalent  of  alumina  present.  The  composition  of 
cement  containing  the  maximum  of  lime  would  therefore  be  expressed 
by  the  formula 

X  (3CaOSi02)  +  Y  (2CaOAl203) 

It  is  understood  fliat  this  formula  is  merely  empirical,  representing 
the  relative  proportions  present,  since  the  alimiinate  remains  for  the 
most  part  in  the  magma  in  combination  with  the  iron  oxide  and  part  of 
the  silica.  The  formula  is  also  not  in  accordance  with  the  latest  re- 
searches, since  these  show  tri-calcium  aluminate  instead  of  di-calcium 
aluminate,  and  part  of  the  lime  and  silica  combined  as  di-calcium  sili- 
cate. However,  we  are  not  yet  in  position  to  construct  an  accurate 
formula  based  upon  these  researches,  since  we  do  not  know  how  much 
lime  it  is  desirable  to  have  in  the  form  of  di-calcium  silicate,  or  what 
proportions  of  lime  and  alumina  are  or  should  be  present  in  the  magma 
from  which  the  crystalline  silicates  and  aluminate  separate. 

If  we  assume  that  all  the  lime,  silica  and  alumina  are  in  the  form  of 
tri-calcimn  silicate  and  tri-calcium  aluminate,  the  formula  will  be 

X  (aCaO.SiOa)  +  Y  (sCaO-Al^Os) 

This  is  Le  Chatelier's  maximum  formula,  eliminating  the  magnesia  from 
the  calculation.  With  the  ordinary  temperature  and  time  of  burning 
this  would  give  too  much  lime,  and  would  produce  unsound  cement. 
In  order  to  approach  actual  working  conditions  we  may  assmne  that 
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four-fifths  of  the  silicate  is  tri-caicium  and  one-fifth  di-calcium  silicate. 
We  shall  then  have 

X  (2.8CaO.Si02)  +  Y  (sCaO.AljO,) 

Substituting  weights  for  equivalents, 

Lime  =  silica  X  2.6  +  alumina  X  1.6 

Applied  to  ordinary  cement  materials,  this  gives  almost  exactly  the 
same  proportions  as  the  original  formula  proposed  by  the  writer.  It  is 
to  be  preferred  to  the  latter,  however,  as  it  is  more  nearly  in  accord- 
ance with  the  latest  and  most  exact  experiment. 

It  should  be  remembered  that  this  formula  represents  the  maximum 
of  lime  which  a  Portland  cement,  burned  in  the  usual  manner,  may 
contain  without  showing  unsoundness.  This  maximum  can  be  reached 
only  by  extremely  fine  grinding  of  the  raw  material.  This  formula,  also, 
by  no  means  represents  the  composition  of  finished  cement,  since  the 
ash  of  the  fuel  lowers  the  lime  and  raises  the  silica  and  alumina,  above 
that  calculated  from  the  raw  material,  by  at  least  2  per  cent. 

In  the  laborator}^  using  gas  as  fuel,  it  will  be  found  practicable  to 
prepare  sound  cements  corresponding  to  the  above  formula.  In  actual 
manufacture  it  is  safer  to  reduce  the  lime  slightly,  to  counterbalance 
possible  defective  grinding  of  raw  material  or  unavoidable  variations 
in  composition.  It  will  be  found  that  the  raw  mixture  at  factories 
where  the  best  Portland  cements  are  made  rarely  faUs  below  the  com- 
position, 

Lime  =  silica  X  2.5  +  alumina  X  1.6 

This  may  be  taken  as  a  safe  practical  formula  for  commercial  use. 
With  fine  grinding  of  the  raw  material  it  invariably  will  yield  sound 
cements,  while  the  use  of  a  lower  proportion  of  lime  will  be  likely  to 
produce  quicksetting  cement,  low  in  tensile  strength.  As  already  ex- 
plained, commercial  cements  are  usually  considerably  lower  in  lime, 
owing  to  change  in  composition  produced  by  the  fuel-ash. 

The  writer's  experiments  have  shown  that  magnesia  forms  with  clay 
no  products  having  hydrauUc  properties.  It  should  be  disregarded, 
therefore,  in  calculating  cement  mixtures,  the  composition  of  which  should 
be  calculated  on  the  basis  of  the  silica,  alumina  and  lime  only,  without 
regard  to  the  magnesia  present.  Iron  oxide,  also,  in  the  quantities 
usually  met  with  in  ordinary  clays,  plays  an  insignificant  part  so  far 


CHEMISTRY  OF  HYDRAULIC  CEMENTS 


SI 


as  the  proportions  of  the  constituents  are  concerned,  and  may  be  disre- 
garded in  the  calculation. 

As  a  practical  example  of  the  use  of  the  above  formula,  let  us  suppose 
that  we  wish  to  make  cement  from  limestone  and  clay  of  the  following 
composition. 


Lime 

Magnesia 

Silica 

Alumina 

Iron  Oxide 

Loss  on  ignition,  etc 


lOO.O 


LimeBtone. 

Clay. 

52-6 

2.2 

0.7 

1-9 

3-2 

65-4 

I.O 

16.5 

0.3 

6.1 

42.2 

7-9 

lOO.O 


The  silica  and  alumina  in  the  limestone  will  require 

3.2  X  2.5  +  1.6  =  9.6  per  cent,  lime,  leaving  52.6 — 9.6  =  43.0  per 

cent,  lime  available  for  combination  with  clay. 
The  silica  and  alumina  in  100  parts  clay  will  require 
65.4  X  2.5  +  16.5  X  1.6  =  189.9  parts  lime.     Subtracting  the  lime 

contained  in  the  clay  we  have 

189.9  ""  2.2  =  187.7  parts  lime  required  for  100  parts  clay. 

As  the  100  parts  stone  contain  43  parts  available  lime,  that  amount 

of  stone  will  require 

— =22.9  parts  clay. 

187.7 

The  composition  of  the  charge  and  of  the  resulting  cement  may  be 
tabulated  as  follows: 


Lime 

Magnesia. 

Silica 

Alumina. . 
Iron  Oxide 
Loss,  etc. . 


100 

stone. 

22.9 
Clay. 

122.9 
Mix. 

78.89 
Cenicnt. 

52.60 

0.50 

53  10 

53  10 

0.70 

0.43 

113 

1.13 

3   20 

14.98 

18.18 

18.18 

1. 00 

3.78 

4.78 

4.78 

0.30 

1.40 

1.70 

1.70 

42.20 

1. 81 

4401 

100.00 

22.90 

122.90 

78.89 

100 

Cement 


67.31 
1.46 

23.04 
6.05 

2.15 


100.00 
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As  stated  above  the  ash  of  the  fuel  will  change  the  composition  of 
the  resulting  cement  materially;  analysis  of  the  product,  burned  with 
coal,  will  probably  show  about  65  per  cent  lime  and  perhaps  24  per  cent 
silica.  This  fuel-ash  is,  however,  not  uniformly  distributed  through  the 
product,  but  attaches  itself  chiefly  to  the  surfaces  of  the  clinker.  It  is 
not,  therefore,  found  practicable  to  materially  raise  the  proportion  of 
lime  to  counterbalance  the  silica  and  alumina  of  the  ash. 

It  will  be  noted  that  in  the  above  calculated  analysis  of  raw  mixture 
and  cement  the 


Lime  —  1.6  alumina 
silica 


=  2.5 


The  writer  proposes  to  call  this  figure  the  lime  factor  of  the  mixture. 
Adoption  of  this  factor  will  give  cements  of  practically  maximum  quality 
with  any  materials,  whether  silicious  or  aluminous,  provided  the  mix 
is  finely  ground  and  properly  burned.  Owing  to  the  influence  of  the 
ash  of  the  fuel,  as  above  explained,  the  factor  of  finished  cements  will 
usually  be  found  about  0.2  lower  than  that  of  the  raw  material.  Com- 
mercial cements  generally  show  a  factor  of  2.3  to  2.4,  though  made  from 
mixtures  with  a  factor  of  2.5  to  2.6. 

The  following  analyses,  taken  from  a  paper  by  the  writer  in  Cement 
and  Engineering  News,  November,  1901,  show  the  influence  of  the 
fuel-ash  on  the  composition  of  the  clinker.  The  samples  of  clinker  were 
taken  one  hour  later  than  those  of  raw  material,  since  the  passage 
through  the  kiln  required  about  one  hour. 

Lehigh  Portland  Cement  Company ,  Allentownj  Pa, 


SiOa 

AltO, 

FcO, 

CaO 

MgOandSOr 
Loss 


Factor  = 


Lime-i.6  Alumina 
silica 


Mix. 


14-33 
432 
1.46 

42.69 
1. 81 

35.14 


99. 75 


Clinker, 
calculated 
from  mix. 


22.18 
6.68 
2.26 

66.08 
2.80 


100.00 


2.50 


Clinker 
found. 


22.96 

6.78 

2.54 

63.95 
2.94 


99.17 


2.31 
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Sandusky  Portland  Cement  Company^  Syracuse,  Ind, 


SiO, 

AlaO, 

FetO, 

CaO 

MgO  and  SOj. 
Loss 


Factor  = 


Lime-i.6  Alumina 


silica 


Mir. 


13  so 

3.43 

1.27 
40.76 

3-27 
38  30 


100.53 


Ginker 
calculated 
from  mix. 


22.02 
5.60 
2.07 

66.49 
3.82 


100.00 
2.61 


Clinker 
found. 


22.33 

5.53 

3.28 

64.40 

3-6i 


99  IS 
2.48 


Comparison  of  the  above  analyses  of  mix  and  clinker  shows  how 
greatly  the  ash  of  the  fuel  affects  the  composition.  In  commercial 
cement  a  still  further  reduction  in  the  proportion  of  lime  is  caused  by 
the  addition  of  gypsum  and  the  absorption  of  moisture  and  carbonic 
acid  from  the  air.  It  wiU  be  readily  seen,  therefore,  that  analysis  of 
finished  cement  gives  but  little  indication  of  the  true  proportion  of 
ingredients  or  of  the  quality  of  the  product. 

EFFECT  OF  COMPOSITION  ON  QUALITY 

Too  high  proportion  of  lime  (lime  factor  of  mix  above  2.6)  will  give 
a  slow-setting  cement  which  may  fail  in  the  steam  test.  If  the  excess 
of  lime  is  great,  pats  of  cement  kept  in  cold  water  will  show  radial 
expansion  cracks  at  the  edges  after  a  certain  time,  perhaps  even  within 
a  few  days.  The  same  defects  result  from  imperfect  grinding  of  the  raw 
material,  and  are  far  more  often  due  to  this  cause  than  to  excess  of 
lime.  Cement  which  is  unsound  and  shows  expansion  from  either  cause 
may  be  improved  and  perhaps  made  sound  by  storage  or  by  exposure 
to  air.  It  is  not,  however,  safe  to  rely  greatly  on  this  remedy.  Lack 
of  soundness  is  in  all  cases  due  to  faulty  manufacture,  since  well-burned 
cement  made  from  suitably  prepared  raw  materials  will  invariably  pass 
all  soundness  tests  when  fresh  from  the  grinding  mills.  Consumers  are 
advised  to  accept  no  cement  which  fails  to  pass  a  reasonable  steam  test, 
as  they  wiU  thus  err,  if  at  all,  on  the  safe  side,  and  will  influence  careless 
manufacturers  to  improve  their  methods. 

Too  low  proportion  of  lime,  giving  an  over-clayed  mixture,  produces 
A  fusible  clinker,  liable  to  overbuming.  This  is  especially  the  case  with 
aluminous  materials.    If  hard-burned,  such  mixtures  give  a  fused  clinker 
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liable  to  fall  to  dust  on  cooling,  hard  to  grind,  and  yielding  slow-setting 
cement  of  poor  hardening  properties.  If  light-bumed,  an  over-clayed 
mixture  yields  soft  brownish  clinker,  grinding  to  a  brownish,  quick- 
setting  cement  of  inferior  strength. 

Oyerburning  rarely  occurs  except  with  over-clayed  mixturies  or  in 
consequence  of  the  fluxing  action  of  the  fuel-ash  or  the  brick  lining  of 
the  kiln.  Properly  proportioned  mixtures  stand  a  very  high  heat  with- 
out injury. 

Underburziing,  as  stated  above,  in  the  case  of  an  over-clayed  mixture, 
yields  quick-setting  and  weak  cement.  Normal  mixtures,  when  under- 
burned,  usually  give  cement  which  fails  in  soimdness  tests.  Light 
burning  is  generally  indicated  by  heating  of  the  cement  on  mixing  with 
water.  This  behavior  generally  accompanies  quick-setting,  and  may 
be  so  marked  as  to  be  quite  apparent  to  the  touch  of  the  fingers.  Some 
cements,  though  slow-setting  when  first  made,  become  very  quick- 
setting  on  storage.  Cases  are  on  record  in  which  this  change  has  taken 
place  within  a  few  days.  After  longer  periods  the  original  slow-setting 
quality  may  return. 

Cements  which  have  become  quick-setting  may  often  be  restored  to 
normal  set  by  the  addition  of  i  or  2  per  cent,  of  hydrated  lime. 
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CHAPTER  VI 
SPECIFICATIONS  AND  TESTS  OF  CEMENTS 

In  this  chapter  is  presented  the  recent  report  on  Standard  Tests  of 
Cement  together  with  detailed  information  on  testing. 

The  tests  which  are  regarded  as  most  suitable  for  the  selection  and 
acceptance  of  cement  for  important  concrete  construction  are  as  follows: 

Chemical  analysis. 

Specific  gravity. 

Fineness. 

Soundness  or  constancy  of  volume. 

Activity,  or  time  of  setting. 

Tensile  or  compressive  strength  of  sand  mortars. 
The  French  Commission*  in  1893,  in  addition  to  these  tests,  gave 
standard  rules  for  testing  weight,  homogeneity  (with  the  microscope), 
compressive  strength,  bending  strength,  yield  of  paste  and  mortar 
{rendement),  porosity,  permeability,  decomposition,  and  adhesion,  one 
or  more  of  which  tests  may  be  desirable  under  certain  conditions.  As 
these  are  usually  unimportant,  only  a  brief  description  is  given. 

In  unimportant  construction  it  is  sometimes  safe  to  use  a  first-class 
American  Portland  cement  without  testing,  and  in  other  cases  the  test  for 
soundness  is  the  only  one  which  need  be  actually  made.  Under  almost 
all  circumstances,  however,  when  purchasing  cement,  full  specifications 
are  advisable,  so  that  if  the  cement  does  not  work  satisfactorily  it  may 
be  more  carefully  examined  and  unused  portions  rejected. 

In  this  chapter  are  presented,  in  addition  to  the  description  of  the 
methods  of  making  cement  tests,  complete  lists  of  apparatus  for  a  large 
and  a  small  laboratory  (p.  83),  formulas  and  tables  for  determining  the 
quantity  of  water  in  cement  mortars  (p.  89),  comparisons  of  American 
and  European  practice  in  cement  testing,  a  discussion  of  the  causes  of 
unsoundness  and  the  results  of  soundness  tests  (p.  103),  curves  showing 
the  growth  in  strength  of  typical  cements  and  cement  mortars  (p.  100), 
and  other  information  with  reference  to  the  qualities  and  testing  of  Port- 
land cement. 

*  Commission  des  M^thodes  d'Essai  des  Mat^rtaux  de  Construction,  1894,  Vol.  I,  p.  235. 
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The  following  specifications  and  methods  of  tests  for  Portland  cement 
were  adopted  in  1916  by  the  American  Society  for  Testing  Materials 
as  a  result  of  the  recommendation  of  Committee  C-i  of  that  Society 
acting  in  cooperation  with  special  committees  representing  the  Board 
of  Direction  of  the  American  Society  of  Civil  Engineers  and  the  Govern- 
ment Departmental  Committee.  A  few  comments  by  the  authors  are 
inserted. 

SPECIFICATIONS  AND  METHODS  OF  TESTS  FOR  PORTLAND 

CEMENT 

SPECIFICATIONS 

Defloition.  I.  Portland  cement  is  the  product  obtained  by  finely  pulverizing  clinker  pro- 
duced by  calcining  to  incipient  fusion,  an  intimate  and  properly  proportioned  mix- 
ture of  argillaceous  and  calcareous  materials,  with  no  additions  subsequent  to  calci- 
nation excepting  water  and  calcined- or  uncalcined  gypsum. 

I.  Chemical  Properties 

Chemical       2,  The  following  limits  shall  not  be  exceeded: 

Limits.          Loss  on  ignition,  per  cent 4.00 

Insoluble  residue,  per  cent 0.85 

Sulfuric  anhydride  (SOj),  per  cent 2 .00 

Magnesia  (MgO),  per  cent S  .00 

II.  Physical  96BftBBBBaiB»  Tests 


Specific  Gravity.  3.  The  specific  gravity  of  cement  shall  be  not  less  than  3.10  (3.07  for  White  Port- 
land). Should  the  test  of  cement  as  received  fall  below  this  requirement,  a  second 
test  may  be  made  upon  an  ignited  sample. 

The  specific  gravity  test  will  not  be  made  unless  specifically  ordered. 

Fineness.       4.  The  residue  on  a  standard  No.  200  sieve  shall  not  exceed  22  per  cent,  by 
weight. 
Soundness.       5.  A  pat  of  neat  cement  shall  remain  firm  and  hard,  and  show  no  signs  of  distor- 
tion, cracking,  checking,  or  disintegration  in  the  steam  test  for  soundness. 

Time  of  Setting.       6.  The  cement  shall  not  develop  initial  set  in  less  than  45  minutes  when  the 

Vicat  needle  is  used  or  60  minutes  when  the  Gillmore  needle  is  used.    Final  set  shall 
be  attained  within  10  hours. 

*Tensiie  Strength.     7.  The  average  tensile  strengthki  pounds  per  square  inch  of  not  less  than  three 

standard  mortar  briquettes  (see^v.  51)  composed  of  one  part  cement  and  three 
parts  standard  sand,  by  weight,  shall  be  equal  to  or  higher  than  the  following: 

*  See  p.  80  for  compresBive  streiigth  recommendations. 
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Age  at  Test, 
days. 

Storage  of  Test  Pieces. 

Tensile  Stren^^th, 
lb.  per  sq.  in. 

7 

I  dav  in  moist  air.  6  davs  in  water 

200 

28 

I  day  in  moist  air,  27  davs  in  water 

300 

8.  The  average  tensile  strength  of  standard  mortar  at  28  days  shall  be  higher  than 
the  strength  at  7  days. 

Strength  requirements  for  neat  cement  are  omitted  in  these  specifi- 
cations because  the  committee  decided  them  to  be  unnecessary. 

III.  Packages,  Marking  and  Storage 

9.  The  cement  shall  be  delivered  in  suitable  bags  or  barrels  with  the  brand  and   Package  and 
name  of  the  manufacturer  plainly  marked  thereon,  unless  shipped  in  bulk.    A  bag   MarMng. 
shall  contain  94  lb.  net.    A  barrel  shall  contain  376  lb.  net. 

10.  The  cement  shall  be  stored  in  such  a  manner  as  to  permit  easy  access  for  proper   stocage. 
inspection  and  identification  of  each' shipment,  and  in  a  suitable  weather-tight  build- 

ing  which  will  protect  the  cement  from  dampness. 

IV.  Inspection 

11.  Every  facility  shall  be  provided  the  purchaser  for  careful  sampling  and  in-   Inayectioii. 
spection  at  either  the  mill  or  at  the  site  of  the  work,  as  may  be  si>ecified.    At  least 

ro  days  from  the  time  of  sampling  shall  be  allowed  for  the  completion  of  the  7-day 
test,  and  at  least  31  days  shall  be  allowed  for  the  completion  of  the  28-day  test. 
The  cement  shall  be  tested  in  accordance  with  the  methods  hereinafter  prescribed. 
The  28-day  test  shall  be  waived  only  when  specificall^ordered. 

V.  Rejection 

12.  The  cement  may  be  rejected  if  it  fails  to  meet  any  of  the  requirements  of  these   Rejection, 
specifications. 

13.  Cement  shall  not  be  rejected  on  account  of  failure  to  meet  the  fineness  require- 
ment if  upon  retest  after  drying  at  ioo°C.  for  one  hour  it  meets  this  requirement. 

14.  Cement  failing  to  meet  the  test  for  soundness  in  steam  may  be  accepted  if  it 
passes  a  retest  using  a  new  sample  at  any  time  within  28  days  thereafter. 

15.  Packages  varying  more  than  5  per  cent,  from  the  sp>ecified  weight  may  be  re- 
jected; and  if  the  average  weight  of  packages  in  any  shipment,  as  shown  by  weighing 
50  packages  taken  at  random,  is  less  than  that  specified,  the  entire  shipment  may  be 
rejected. 

TESTS 


VI.  Sampling 


16.  Tests  may  be  made  on  individual  or  composite  samples  as  may  be  ordered.   Number  of 
Each  test  sample  should  weigh  at  least  (8)  pounds.  Samples. 
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Method  of       I?-  (aj  Individual  Sample. — If  sampled  in  cars  one  test  sample  shall  be  taken  from 
Sampling,   each  50  bbl.  or  fraction  thereof.      If  sampled  in  bins  one  sample  shall  be  taken  from 
each  100  bbl. 

17.  (b)  Composite  Sample. — If  sampled  in  cars  one  sample  shall  be  taken  from 
one  sack  in  each  40  sacks  (or  i  bbl.  in  each  10  bbl.)  and  combined  to  form  one 
test  sample.  If  sampled  in  bins  or  warehouses  one  test  sample  shall  represent  not 
more  than  200  bbl. 

18.  Cement  may  be  sampled  at  the  mill  by  any  of  the  following  methods  that 
may  be  practicable,  as  ordered: 

(a)  From  the  Conveyor  Delivering  to  the  Bin. — ^At  least  8  lb.  of  cement  shall  be 
taken  from  approximately  each  100  bbl.  passing  over  the  conveyor. 

(b)  From  Filled  Bins  by  Means  of  Proper  Sampling  Tubes. — ^Tubes  in- 
serted vertically  may  be  used  for  sampling  cement  to  a  maximum  depth 
of  10  ft.  Tubes  inserted  horizontally  may  be  used  where  the  construction 
of  the  bin  permits.  Samples  shall  be  taken  from  points  well  distributed 
over  the  face  of  the  bin. 

(c)  From  Filled  Bins  at  Points  of  Discharge. — Sufficient  cement  shall 
be  drawn  from  the  discharge  openings  to  obtain  samples  representative 
of  the  cement  contained  in  the  bm,  as  determined  by  the  appearance  at 
the  discharge  openings  of  indicators  placed  on  the  surface  of  the  cement 
directly  above  these  openings  before  drawing  of  the  cement  is  started. 

Treatment  of  ^  ^9    Samples  preferably  shall  be  shipped  and  stored  in  air-tight  containers. 

Sam^e.     Fjq,  g.   Samples  shall  be  passed  through  a  sieve  having  20  meshes  per  linear  inch 
Sampling  i^  order  to   thoroughly  mix  the  sample,  break  up  lumps  and  remove 
Iron,      foreign  materials. 

eep.  4.       ^  sampling  iron  is  illustrated  in  Fig.  8. 

VII.  Chemical  Analysis 
Loss  on  Ignition 

Method.       20.  One  gram  of  cement  shall  be  heated  in  a  weighed  covered  platinum  crucible, 
of  20  to  25  cc.  capacity,  as  follows,  using  either  method  (a)  or  (6)  as  ordered: 

(a)  The  crucible  shall  be  placed  in  a  hole  in  an  asbestos  board,  clamped  horizontally 
so  that  about  three-fifths  of  the  crucible  projects  below,  and  blasted  at  a  full  red  heat 
for  15  minutes  with  an  inclined  flame;  the  loss  in  weight  shall  be  checked  by  a  second 
blasting  for  5  minutes.  Care  shall  be  taken  to  wipe  off  particles  of  asbestos  that  may 
adhere  to  the  crucible  when  withdrawn  from  the  hole  in  the  board.  Greater  neatness 
and  shortening  of  the  time  of  heating  are  secured  by  making  a  hole  to  fit  the  crucible 
in  a  circular  disk  of  sheet  platinum  and  placing  this  disk  over  a  somewhat  larger  hole 
in  an  asbestos  board. 

(b)  The  crucible  shall  be  placed  in  a  muffle  at  any  temperature  between  900  and 
iooo°C.  for  15  minutes  and  the  loss  in  weight  shall  be  checked  by  a  second  heating 
for  5  minutes. 

Permissible       21.  A  permissible  variation  of  0.25  p>er  cent  will  be  allowed  and  all  results  in  excess 
Variation,    ^f  jjjg  specified  limit  but  within  this  pemussible  variation  shall  be  reported  as  4  |>ei 
cent. 
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InaolaUe  Residue 

22.  To  a  i-g.  sample  of  cement  shall  be  added  10  cc.  of  water  and  5  cc.  of  concen-   Method, 
trated  hydrochloric  acid;  the  liquid  is  warmed  until  effervescence  ceases.    The  solu- 
tion shall  be  diluted  to  50  cc.  and  digested  on  a  steam  bath  or  hot  plate  until  it  is  evi- 
dent that  decomposition  of  the  cement  is  complete.    The  residue  shall  be  filtered, 
washed  with  cold  water,  and  the  filter  pajjer  and  contents  digested  in  about  30  cc.of 

a  5-per-cent  solution  of  sodium  carbonate,  the  liquid  being  held  at  a  temperature 
just  short  of  boiling  for  15  minutes.  The  remaining  residue  shall  be  filtered,  washed 
with  cold  water,  then  with  a  few  drops  of  hot  hydrochloric  acid,  1:9,  and  finally 
with  hot  water,  and  then  ignited  at  a  red  heat' and  weighed  as  the  insoluble  residue. 

23.  A  permissible  variation  of  0.15  per  cent  will  be  allowed  and  all  results  in   permissible 
excess  of  the  specified  limit  but  within  this  permissible  variation  shall  be  reported  as   Variation. 
0.85  per  cent. 

Sulfuric  Anhydride 

24.  One  gram  of  the  cement  shall  be  dissolved  in  5  cc.  of  concentrated  hydrochloric   Method, 
acid  diluted  with  5  cc.  of  water,  with  gentle  warming;  when  solution  is  complete  40 

cc.  of  water  shall  be  added,  the  solution  filtered,  and  the  residue  washed  thoroughly 
with  water.  The  solution  shall  be  diluted  to  250  cc,  heated  to  boiling  and  10  cc.  of 
a  hot  io-p>er-cent  solution  of  barium  chloride  shall  be  added  slowly,  drop  by  drop, 
from  a  pipette  and  the  boiling  continued  until  the  precipitate  is  well  formed.  The 
solution  shall  be  digested  on  the  steam  bath  until  the  precipitate  has  settled.  The 
precipitate  shall  be  filtered,  washed,  and  the  paper  and  contents  shall  be  placed  in 
a  weighed  platinum  crucible  and  the  paf)er  slowly  charred  and  consumed  without 
flaming.  The  barium  sulfate  shall  be  then  ignited  and  weighed.  The  weight  ob- 
tained multiplied  by  34.3  gives  the  percentage  of  sulfuric  anhydride.  The  acid  filtrate 
obtained  in  the  determination  of  the  insoluble  residue  may  be  used  for  the  estima- 
tion of  sulfuric  anhydride  instead  of  using  a  separate  sample. 

25.  A  permissible  variation  of  o.io  per  cent   will  be  allowed  and  all  results  in   Permissible 
excess  of  the  specified  limit  but  within  this  permissible  variation  shall  be  reported  as   Variation. 
2.00  per  cent. 

Magnesia 

26.  To  0.5  g.  of  the  cement  in  an  evaporating  dish  shall  be  added  10  cc.  of  water   Method, 
to  prevent  lumping   and  then   10   cc.  of   concentrated  hydrochloric   acid.      The 

liquid  shall  be  gently  heated  and  agitated  until  attack  is  complete.  The  solution 
shall  be  then  evaporated  to  complete  dryness  on  a  steam  or  water  bath.  To  hasten 
dehydration  the  residue  may  be  heated  to  150  or  even  2oo°C.  for  one-half  to  one  hour. 
The  residue  shall  be  treated  with  10  cc.  of  concentrated  hydrochloric  acid  diluted 
with  an  equal  amount  of  water.  The  dish  shall  be  covered  and  the  solution 
digested  for  ten  minutes  on  a  steam  bath  or  water  bath.  The  diluted  solution 
shall  be  filtered  and  the  separated  silica  washed  thoroughly  with  water.*  Five  , 
cubic  centimeters  of  concentrated  hydrochloric  acid  and  sufficient  bromine  water 
to  precipitate  any  manganese  which  may  be  present,  shall  be  added  to  the  filtrate 
(about  250  cc).  This  is  made  alkaline  with  ammonium  hydroxide,  boiled  until  there 
is  but  a  faint  odor  of  ammonia  and  the  predpitat^iron  and  aluminum  hydroxides, 
after  settling,  are  washed  with  hot  water,  once  by  decantation  and  slightly  on  the 
filter.    Setting  aside  the  filtrate,  the  precipitate  shall  be  transferred  by  a  jet  of  hot 

*  Since  this  procedure  does  not  involve  the  determination  of  silica,  a  second  evaporation  is  unnecessary. 
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water  to  the  precipitating  vessel  and  dissolved  in  lo  cc.  of  hot  hydrochloric  acid. 
The  paper  shall  be  extracted  with  acid,  the  solution  and  washings  being  added  to  the 
main  solution.    The  aluminum  and  iron  shall  be  then  reprecipitated  at  boiling  heat 
by  ammonium  hydroxide  and  bromine  water  in  a  volume  of  about  loo  cc,  and  the 
second  precipitate  shall  be  collected  and  washed  on  the  filter  used  in  the  first  instance 
if  this  is  still  intact.    To  the  combined   filtrates  from  the  hydroxides  of  iron  and 
aluminum,   reduced  in  volume  if  need  be,  i  cc.  of  ammonium  hydroxide  shall  be 
added,  the  solution  is  brought  to  boiling,   25  cc.  of  a  saturated  solution  of  boiling 
ammonium  oxalate  added,  and  the  boiling  continued  until  the  precipitated  calcium 
oxalate  has  assumed  a  well-defined  granular  form.    The  precipitate  after  one  hour 
shall  be  filtered  and  washed,  then  with  the  filter  is  placed  wet  in  a  platinum  crucible, 
and  the  paper  burned  off  over  a  small  flame  of  a  Bunsen  burner;  after  ignition  it  WT^ 
redissolved  in  hydrochloric  acid  and  the  solution  diluted  to  100  cc.    Ammonia  shall 
be  added  in  slight  excess,  and  the  liquid  boiled.    The  lime  shall  be  then  reprecipi- 
tated by  ammonium  oxalate,  allowed  to  stand  until  settled,  filtered  and  washed. 
The  combined  filtrates  from  the  calcium  precipitates  shall  be  acidified  with  hydro- 
chloric acid,  concentrated  on  the  steam  bath  to  about  150  cc,  and  made  slightly 
alkaline  with  ammonium  hydroxide,  boiled  and  filtered  (to  remove  a  little  alumi- 
num and  iron  and  perhaps  calcium).     When  cool,  10  cc.  of  saturated  solution  of 
sodium-ammonium-hydrogen    phosphate    shall  be  added   with    constant    stirring. 
When  the  crystallin  ammonium-magnesium  orthophosphate  has  formed,  ammonia 
shall  be  added  in  moderate  excess.    The  solution  shall  be  set  aside  for  several  hours 
in  a  cool  place,  filtered  and  washed  with  water  containing  2.5  per  cent  of  NHj.    The 
precipitate  shall  be  dissolved  in  a  small  quantity  of  hot  hydrochloric  acid,  the  solu- 
tion diluted  to  about  100  cc,  i  cc  of  a  saturated  solution  of  sodium-ammonium- 
hydrogen  phosphate  added,  and  ammonia  drop  by  drop,  with  constant  stirring, 
until  the  precipitate  is  again  formed  as  described  and  the  ammonia  is  in  moderate 
excess.     The  precipitate  shall  be  then  allowed  to  stand  about  two  hours,  filtered  and 
washed  as  before.    The  paper  and  contents  shall  be  placed  in  a  weighed  platinum 
crucible,  the  paper  slowly  charred  and  the  resulting  carbon  carefully  burned  off. 
The  precipitate  shall  be  then  ignited  to  constant  weight  over  a  Meker  burner,  or  a 
blast  not  strong  enough  to  soften  or  melt  the  pyrophosphate.    The  weight  of  mag- 
nesium pyrophosphate  obtained  multiplied  by  72.5  gives  the  percentage  of  magnesia. 
The  precipitate  so  obtained  always  contains  some  calcium  and  usually  small  quan- 
tities iron,  aluminum,  and  manganese  as  phosphates. 
Permissible       27.  A  permissible  variation  of  0.4  per  cent  will  be  allowed  and  all  results  in  excess 
Variation.   q£  ^j^g  specified  limit  but  within  this  permissible  variation  shall  be  reported  as  5.00 
per  cent. 

A  simple  test  which  sometimes  may  determine  adulteration  with  raw 
or  partially  burned  rock,  is  the  purity  test*  with  muriatic  acid.  It  does 
not  furnish  the  percentage  of  foreign  ingredients,  but  the  black  precipi- 
tation of  the  adulterant  darkens  the  color  of  the  yellow  jelly  to  a  degree 
depending  upon  the  quantity  of  adulteration. 

*  Described  in  "  Concrete  Plain  and  Reinforced"  2nd  edition,  p.  4. 
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SPECIFIC  GRAVITY  FLASK 


•ROUND  GLAS^^ 
STOPPER  "^ 


CAMCITV  or  BULK 

ApraoM.  aso  c 


Fig.  9.    Le  Chatelier*s  Specific-Gravity  Apparatus.     {See  p.  68) 
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VIII.  Determination  of  Specific  Gravity 

Avvanttts.  28.  The  determination  cf  specific  gravity  shall  be  made  with  a  standardized  La 
Chatelier  apparatus  which  conforms  to  requirements  as  illustrated  in  figure  9.  This 
apparatus  is  standardized  by  the  United  States  Bureau  of  Standards.  Kerosene 
free  from  water  or  benzine  not  lighter  than  62°  Baume,  shall  be  used  in  making  this 
determination. 
M«thod.  29.  The  flask  shall  be  filled  with  either  of  these  liquids  to  a  point  on  the  stem 
between  zero  and  one  cc,  and  64  g.  of  cement  cooled  to  the  temperature  of  the 
liquid  shall  be  slowly  introduced,  taking  care  that  the  cement  does  not  adhere  to 
the  inside  of  the  flask  above  the  liquid  and  to  free  the  cement  from  air  by  rolling 
the  flask  in  an  inclined  position.  After  all  the  cement  is  introduced,  the  level  of 
the  b'quid  wiQ  rise  to  some  division  of  the  graduated  neck;  the  difference  between 
readings  is  the  volume  displaced  by  64  g.  of  the  cement.  The  specific  gravity  shall 
be  then  obtained  from  the  formula: 

c      .n  .^  Weight  of  cement  (g.) 

Specific  gravity  =  ^.   ?      , — -. 7^ 

Displaced  volume,  (cc.) 

30.  The  flask,  during  the  operation  shall  be  kept  immersed  in  water,  in  order  u 
avoid  variations  in  the  temperature  of  the  liquid  in  the  flask  which  shall  not  exceed 
0.5  °C.    The  results  of  repeated  tests  should  agree  within  o  01. 

31.  The  determination  of  specific  gravity  shall  be  made  on  the  cement  as  received; 
if  it  should  fall  below  3.10,  a  second  determination  shall  be  made  after  igniting  the 
sample  as  described  in  section  20. 

Mr.  Daniel  D.  Jackson  has  more  recently  devised  an  apparatus 
with  which  temperature  corrections  can  be  made  more  readily  than 
with  the  older  types.     This  is  described  on  page  85. 

IX.  Determination  of  Fineness 

ipparatus.  32.  Wire  cloth  for  standard  sieves  for  cement  shall  be  woven  (not  twilled)  from 
brass,  bronze,  or  other  suitable  wire,  and  mounted  without  distortion  on  frames  not 
less  than  li  in.  below  the  top  of  the  frame.  The  sieve  frames  shall  be  circular, 
approximately  8  in.  in  diameter,  and  may  be  provided  with  a  pan  and  cover. 

33.  A  standard  No.  200  sieve  is  one  having  nominally  an  0.0029-in.  opening  and  200 
wires  per  in.,  standardized  by  the  U.  S.  Bureau  of  Standards,  and  conforming  to  the 
following  requirements: 

The  No.  200  sieve  should  have  200  wires  per  inch,  and  the  number  of  wires  in  any 
whole  inch  shall  not  be  outside  the  limits  of  192  to  208.  No  opening  between  adjacent 
parallel  wires  shall  be  more  than  0.0050  in.  in  width.  The  diameter  of  the  wire 
should  be  0.0021  in.  and  the  average  diameter  shall  not  be  outside  the  limits  0.0019 
in.  to  0.0023  in.  The  value  of  the  sieve  as  determined  by  sieving  tests  made  in  con- 
formity with  the  standard  specification  for  these  tests  on  a  standardized  cement  which 
gives  a  residue  of  25  to  20  per  cent  on  the  No.  200  sieve,  or  on  other  similarly  graded 
material,  shall  not  show  a  variation  of  more  than  1.5  per  cent  above  or  below  the 
standards  maintained  at  the  Bureau  of  Standards. 
Method.  34.  The  test  shall  be  made  with  50  g.  of  cement.  The  sieve  shall  be  thoroughly 
clean  and  dry.    The  cement  shall  be  placed  on  the  No.  '200  sieve,  with  pan  and  cover 
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attached,  if  desired,  and  shall  be  held  in  one  hand  in  a  slightly  inclined  position  so 
that  the  sample  will  be  well  distributed  over  the  sieve,  at  the  same  time  gently  strik- 
ing the  side  about  150  times  per  minute  against  the  palm  of  the  other  hand  on  the 
up  stroke.  The  sieve  shall  be  turned  every  25  strokes  about  one-sixth  of  a  revolution 
in  the  same  direction.  The  operation  shall  continue  imtil  not  more  than  0.05  g. 
passes  through  in  one  minute  of  continuous  sieving.  The  fineness  shall  be  deter- 
mined from  the  weight  of  the  residue  on  the  sieve  expressed  as  a  percentage  of  the 
weight  of  the  original  sample. 

35.  Mechanical  sieving  devices  may  be  used,  but  the  cement  shall  not  be  rejected  if 
it  meets  the  fineness  requirement  when  tested  by  the  hand  method. 

36.  A  permissible  variation  of  i  per  cent,  is  allowed,  and  all  results  in  excess  of  the   PermiMibie 
specified  limit,  but  within  this  shall  be  reported  as  22  per  cent.  VarUtion. 

Laboratory  scales  for  weighing  the  samples  and  the  residue  are  illus- 
trated in  Fig.  10. 


Fig.  10. — Delicate  Laboratory  Scales.     (See  p.  6g.) 

Fine  grinding  has  a  number  of  advantages,  chief  among  which  is 
the  increased  strength  of  sand  mortars.  This  is  further  discussed  on 
page  87. 

It  is  impracticable  to  sift  cement  through  a  sieve  finer  than  200  meshes 
per  Unear  inch.  The  particles  which  will  just  pass  a  No.  200  sieve  are 
about  o.io  millimeter  (0.004  inches)  in  diameter.*  For  separating  the 
grains  still  finer  than  the  No.  200  sieve,  air  analysis  may  be  employed. 
This  is  briefly  described  on  page  ^^. 

X.  Mdcino  Cement  Pastes  and  Mortars 

37.  The  quantity  of  dry  material  to  be  mixed  at  one  time  shall  not  exceed  1000  jietlwd. 
g.  nor  be  less  than  500  g.  The  proportions  of  cement  or  cement  and  sand  shall  be 
stated  by  weight  in  grams  of  the  dry  materials;  the  quantity  of  water  shall  be  expressed 
in  cubic  centimeters  (i  g.  =  i  cc).  The  dry  materials  shall  be  weighed,  placed 
upon  a  non-absorbent  surface,  thoroughly  mixed  dry  if  sand  be  used,  and  a  crater 
formed  in  the  center,  into  which  the  proper  percentage  of  clean  water  shall  be 
poured;  the  material  on  the  outer  edge  shall  be  turned  into  the  crater  by  the  aid  of 
a  trowel.  After  an  interval  of  J  minute  for  the  absorption  of  the  water  the  oper- 
ation shall  be  completed  by  continuous,  vigorous  mixing,  squeezing  and  kneading 

*  Allen  Hazen  in  Report  Massachusetts  State  Board  of  Health,  z8o3. 
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with  the  hands   for  at  least  one  minute.*    During  the  operation  of  mixing,  the 
hands  should  be  protected  by  rubber  gloves. 

38.  The  temperature  of  the  room  and  the  mixing  water  shall  be  ^n^^'"*^^'"*^  as 
nearly  as  practicable  at  2i®C.  (7o**F.). 

The  apparatus  required  for  mixing  briquettes  consists  of  a  piece  of 
1-inch  plate  glass  at  least  24  inches  square,  counter  scales  (preferably 
metric  system),  recording  from  ^  gram  to  i|  kilograms,  a  250  cubic 
centimeter  graduated  measuring  glass,  rubber  gloves,  one  8-inch  mason's 

^^^  trowel,  one  4-inch  pointing  trowel,  Fig.  11,  and  a  ther- 

-t^-^i^^^.^    mometer. 
Fro.  II.  European  standards  specify  mixing  five  minutes  in- 

(See  p.  70.)  stead  of  one  minute.  This  difference  in  time  is  due 
to  the  methods  of  manipulation,  in  Europe  the  materials  being  mixed 
with  a  trowel  or  spoon.  Experiments  by  the  authors  tend  to  show  that 
a  denser  mixture  can  be  obtained  by  kneading  one  minute  than  by 
mixing  five  minutes  with  a  trowel,  so  that  the  American  method  is 
both  quicker  and  better. 

XI.  Normal  Consistency 

Ayvanitus.  39-  The  Vicat  apparatus  consists  of  a  frame  (^4 )  (Fig.  12)  bearing  a  movable  rod  (B,) 
weighing  300  g.,  one  end  (C)  being  i  cm.  in  diameter  for  a  distance  of  6  cm.,  the  other 
having  a  removable  needle  (/)),  i  nun.  indianieter,  6  cm.  long.  The  rod  is  reversible, 
and  can  be  held  in  any  desired  position  by  a  screw  (£)^  and  has  midway  between  the 
ends  a  mark  (F)  which  moves  under  a  scale  (graduated  to  millimeters)  attached  to  the 
frame  (A),  The  paste  is  held  in  a  conical,  hard-rubber  ring  (G),  7  cm.  in  diameter  at 
the  base,  4  cm.  high,  resting  on  a  glass  plate  (H)  about  10  cm.  square. 
MeChcd,  40.  In  making  the  determination,  500  g.  of  cement,  with  a  measured  quantity  of 
water,  shall  be  kneaded  into  a  paste,  as  described  in  Section  37,  and  quickly  formed  into 
a  ball  with  the  hands,  completing  the  operation  by  tossing  it  six  times  from  one  hand 
to  the  other,  maintained  about  6  in.  apart;  the  ball  resting  in  the  palm  of  one  hand 
shall  be  pressed  into  the  larger  end  of  the  rubber  ring  held  in  the  other  hand,  completely 
filling  the  ring  with  paste;  the  excess  at  the  larger  end  shall  be  then  removed  by  a  single 
movement  of  the  palm  of  the  hand;  the  ring  shall  be  then  placed  on  its  larger  end  on  a 
glass  plate  and  the  excess  paste  at  the  smaller  end  sliced  off  at  the  top  of  the  ring  by  a 
single  oblique  stroke  of  a  trowel  held  at  a  slight  angle  with  the  top  of  the  ring.  During 
these  operations  care  shall  be  taken  not  to  compress  the  paste.  The  paste  confined 
in  the  ring,  resting  on  the  plate,  shall  be  placed  under  the  rod,  the  larger  end  of  which 
shall  be  brought  in  contact  with  the  surface  of  the  paste ;  the  scale  shall  be  then  read,  and 
the  rod  quickly  released.    The  |>aste  shall  b2  of  normal  consistency  when  the  cylinder 

*  In  order  to  secure  uniformity  in  the  results  of  tests  for  the  time  of  setting  and  tensile  strength  the 
manner  of  mixing  above  described  should  be  carefully  followed.  At  least  one  minute  is  necessary  to 
obtain  the  desired  plastiaty  which  is  not  appreciably  affected  by  continuing  the  mixing  for  several  min- 
utes. The  exact  time  necessary  is  dependent  upon  the  personal  equation  of  the  operator.  The  error  m 
mixing  should  be  on  the  side  of  over  mixing. 
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settles  to  a  point  lo  nun.  below  the  original  surface  in  i  minute  after  being  released.  The 
apparatus  shall  be  free  from  all  vibrations  during  the  test.  Trial  pastes  shall  be  made 
with  var3dng  percentages  of  water  until  the  normal  consistency  is  obtained.  The 
amount  of  water  required  shall  be  expressed  in  percentage  by  weight  of  the  dry  cement. 
4 1 .  The  consistency  of  standard  mortar  shall  depend  on  the  amount  of  water  requir- 
ed to  produce  a  paste  of  normal  consistency  from  the  same  sample  of  cement  Having 
determined  the  normal  consistency  of  the  sample,  the  consistency  of  standard  mortar 
made  from  the  same  sample  shall  be  as  indicated  in  Table  I,  the  values  being  in 
percentage  of  the  combined  dry  weights  of  the  cement  and  standard  sand. 


Table  I.— 

Percentage  of  Water  for  Standard 

Mortars 

Percentage  of  Water 

for  Neat  Cement 

Paste  of  Normal 

Consistency. 

Percentage  of  Water    ' 
for  One  Cement, 
Three  SUndard  OtUwa  , 
Sand       . 

Percentage  of  Water 

for  Neat  Cement 

Paste  of  Normal 

Consistency. 

Percentage  of  Water 

for  One  Cement, 

Three  Standard  Ottawa 

Sand. 

IS 

9.0 

23. 

10.3 

l6 

9.2 

24 

10. 5 

17 

9-3 

25 

10.7 

18 

95 

26 

10.8 

19 

9.7 

27 

II. 0 

20 

9.8 

28 

II. 2 

31 

10. 0 

29 

"•3 

22 

10.2 

30 

"5 

Formulas  of  Mr.  Feret  for  determining  the  percentage  of  water  for 
sand  mortars,  and  a  table  formerly  used,  are  presented  on  page  89. 

The  Boulogne  Method  for  determining  the  proper  consistency  of  neat 
paste  was  formerly  in  general  use  in  France,  and  is  still  the  best  guide  for 
determining  the  correct  consistency  of  paste  when  the  Vicat  apparatus  is 
not  available.  The  Vicat  apparatus,  however,  should  be  included  in  every 
well  equipped  cement  laboratory,  experiments  by  Messrs.  P.  Alexandre 
and  R.  Feret  for  the  French  Commission*  showing  that  it  gives  much 
more  uniform  results  than  the  Boulogne  method. 

The  Boulogne  method  requires  that  the  paste  shall  be  firm  but  well 
bonded,  shining  and  plastic,  and  shall  satisfy  the  following  conditions: 

1.  The  consistency  shall  not  change  if  it  is  worked  3  minutes  longer 
than  the  original  5  minutes,  t 

2.  If  dropped  50  centimeters  (20  in.)  from  a  trowel,  it  should  leave 
the  trowel  clean,  and  fall  without  losing  its  shape  or  cracking. 

3.  Light  pressure  in  the  hand  should  bring  water  to  the  surface,  and 
the  paste  should  not  stick  to  the  hand.    If  a  ball  thus  formed  falls  from 

*  Commission  des  M6thodes  d'Essai  dea  Mat^riauz  de  Construction,  1895,  Vol.  IV,  p.  49. 
tThe  original  working  for  the  U.  S.  Standard  tests  is  one  minute  (see  paragraph  37.) 
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ahd^tof  about  50  centimeters  {20  in.)  it  should  retain  its  rounded  form 
without  showing  cracks. 

4.  The  proportion  of  water  should  be  such  that  more  or  less  will 
produce  opposite  effects  from  those  of  the  proper  consistency. 


Fic.  13.— Vicat  Apparatus.     (5m  #.  70.) 

Xil.   DSTESMINATIOM    07   SOUNDNESS* 

42.  A  steam  apparatus,  which  caa  be  maintained  at  a  temperature  between  98 
and  ioo''C.,  or  one  similar  to  that  shown  in  Fig.  1315  recommended .t  The  capacity 

■  Uiuaundnas  is  usually  nuniloted  by  change  m  volume  which  cauia  dkBtortiDn,  cracLmg,  checking 
or  daiDte^nlwn. 

PiU  iiDpropeily  nude  or  dpcaed  to  di>ing  may  devdop  nhit  are  known  as  ahrinkajc  cmcki  vithlD 
tbefint  24  hounaitdace  not  an  Indication  oFunsoundneia.    Thoecondilionsareilluitntedin  Figure  14. 

The  failure  of  the  paU  to  remain  on  ihe  glass  or  the  cracking  ol  tbe  glaa  to  nhich  the  pati  ue  >t- 

t  A  loosely  covered  viasel  give*  good  lesults.    Aulhon. 
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of  this  apparatus  may  be  increased  by  using  a  rack  for  holding  the  pats  in  a  vertical 
or  inclined  position. 

43.  A  pat  from  cement  paste  of  normal  consistency  about  3  in.  in  diameter,  }  in.   Method, 
thick  at  the  center,  and  tapering  to  a  thin  edge,  shall  be  made  on  clean  glass  plates 
about  4  in.  square,  and  stored  in  moist  air  for  24  hours.    In  molding  the  pat,  the 
cement  i>aste  shall  first  be  flattened  on  the  glass  and  the  pat  then  formed  by  drawing 

the  trowel  from  the  outer  edge  toward  the  center. 

44.  The  pat  shall  then  be  placed  in  an  atmosphere  of  steam  at  a  temperature  be- 
tween 98  and  loo^C.  upon  a  suitable  support  i  in.  above  boiling  water  for  five  hours. 

45.  Should  the  pat  leave  the  plate,  distortion  may  be  detected  best  with  a  straight 
edge  applied  to  the  surface  which  was  in  contact  with  the  plate. 


XIII.  Determination  op  Time  of  Setting 

46.  The  following  are  alternate  methods,  either  of  which  may  be  used  as  ordered: 

47.  The  time  of  setting  shall  be  determined  with  the  Vicat  apparatus  described  in   Vicat  Aftantu 
Section  39.      (See  figure  12.) 

48.  A  paste  of  normal  consistency  shall  be  molded  in  the  hard-rubber  ring  (G)  as  de-  Vicat  Mathod. 
scribed  in  Section  40,  and  placed  under  the  rod  (^),  the  smaller  end  of  which  shall  be 

then  carefully  brought  in  contact  with  the  surface  of  the  paste,  and  the  rod  quickly  re- 
leased. The  initial  set  shall  be  said  to  have  occurred  when  the  needle  ceases  to  pass  a 
point  5  mm.  above  the  glass  plate  in  one-half  minute  after  being  released;  and 
the  final  set,  when  the  needle  does  not  sink  visibly  into  the  i>aste.  The  test 
pieces  shall  be  kept  in  moist  air  during  the  test.  This  may  be  accomplished 
by  placing  them  on  a  rack  over  water  contained  in  a  pan  and  covered  by  a  damp 
cloth,  kept  from  contact  with  them  by  means  of  a  wire  screen;  or  they  may  be 
stored  in  a  moist  closet.  Care  shall  be  taken  to  keep  the  needle  clean,  as  the  col- 
lection of  cement  on  the  sides  of  the  needle  retards  the  penetration,  while  cement 
on  the  point  may  increase  the  penetration.  The  time  of  setting  is  affected  not  only 
by  the  percentage  and  temperature  of  the  water  used  and  the  amount  of  kneading  the 
paste  receives,  but  by  the  temperature  and  hiunidity  of  the  air,  and  its  determination 
is  therefore  only  approximate. 

49.  The  time  of  setting  shall  be  determined  by  the  Gillmore  needles.    The  Gillmore   Gillmora 
needles  should  preferably  be  mounted  as  shown  in  Fig.  15  (6).  Awaratua. 

50.  The  time  of  setting  shall  be  determined  as  follows:  A  pat  of  neat  cement  paste   Gillmore  Method 
about  3  in.  in  diameter  and  }  in.  in  thickness  with  a  flat  top  (Fig.  15  (a)  ),  mixed  to 

a  normal  consistency,  shall  be  kept  in  moist  air,  at  a  temperature  maintained  as 
nearly  as  practicable  at  2i*'C.  (70®  F.).  The  cement  is  considered  to  have  acquired 
its  initial  set  when  the  pat  will  bear,  without  appreciable  indentation,  the  Gillmore 
needle  -jpy  in.  in  diameter,  loaded  to  weigh  J  lb.  The  final  set  has  been  acquired 
when  the  pat  will  bear  without  appreciable  indentation,  the  Gillmore  needle  -j^j-  in. 
in  diameter,  loaded  to  weigh  i  lb.  In  making  the  test,  the  needles  should  be  held 
in  a  vertical  position,  and  applied  lightly  to  the  surface  of  the  pat. 

For  practical  purposes  in  ordinary  construction  where  laboratory 
apparatus  is  unavailable,  the  setting  qualities  of  a  cement  or  mortar 
may  often  be  examined  by  making  up  pats  from  a  number  of  the  pack- 
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ages  and  trying  their  hardening  by  pressure  of  the  thumb.  When  the 
thumb  nail  fails  to  indent  the  surface  the  paste  or  mortar  may  be 
considered  to  have  reached  its  final  set. 


C 


Soundness  Pat  with  Top  Surface  Flattened. 
For  Determining  Time  of  Setting. 

(a) 


Fig.  is. — GiUmore  Needles  and  Pat.     (See  p.  75.) 


XIV.  Tension  Tests 

Form  of       51-  The  form  of  test  piece  shown  in  Fig.  16  shall  be  used.    The  molds  shaU 
Te«t  Piece,  be  made  of  non-corroding  metal  and  have  sufficient  material  in  the  sides  to  prevent 
spreading  during  molding.    Gang  molds  when  used  shall  be  of  the  type  shown  in 
Fig.  17.    Molds  shall  be  wiped  with  an  oily  cloth  before  using. 

The  German  standard  briquette  is  sketched  on  page  96. 

Standard  Sand.       52.  The  sand  to  be  used  shall  be  natural  sand  from  Ottawa,  111.,  screened  to  pass  a 
No.  20  sieve  and  retained  on  a  No.  30  sieve.    This  sand  may  be  obtained  from  the 
Ottawa  Silica  Co.,  at  a  cost  of  two  cents  per  pound,  f.  o.  b.  cars,  Ottawa,  111. 
53.  This  sand  having  passed  the  No.  20  sieve  shall  be  considered  standard  when  not 
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more  than  5  g.  pass  the  No.  30  sieve  after  one  minute  of  continuous  sieving  of  a  500-g. 
sample. 

54.  The  sieves  shall  conform  to  the  following  specifications: 

The  No.  20  sieve  shall  have  between  19.5  and  20.5  wires  per  whole  inch  of  the  warp 
wires  and  between  19  and  21  wires  per  whole  inch  of  the  shoot  wires.    The  diameter 


Fig.  16. — Details  for  Briquette.    (See  p.  76.) 


of  the  wire  should  be  0.0165  i^-  a^<l  the  average  measured  diameter  shall  not  fall 
outside  the  limits  of  0.0160  and  0.0170  in. 

The  No.  30  sieve  shall  have  between  29.5  and  30.5  wires  per  whole  inch  of  the  warp 
wires  and  between  28.5  and  31.5  wires  per  whole  inch  of  the  shoot  wires.  The  diameter 
of  the  wire  should  be  o.oiio  in.  and  the  average  diameter  shall  not  be  outside 
the  limits  0.0105  to  0.0115  in. 

Photographs  of  the  grains  of  Ottawa  and  of  crushed  quartz  sand 
are  shown  on  page  136. 
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European  is  compared  with  U.  S.  standard  sand  on  p.  94. 

Molding.  55.  Immediately  after  mixing,  the  standard  mortar  shall  be  placed  in  the  molds, 
pressed  in  firmly  with  the  thumbs  and  smoothed  off  with  a  trowel  without  ramming. 
Additional  mortar  shall  be  heaped  above  the  mold  and  smoothed  off  with  a  trowel; 
the  trowel  shall  be  drawn  over  the  mold  in  such  a  manner  as  to  exert  a  moderate 
pressure  on  the  material.  The  mold  shall  then  be  turned  over  and  the  operation  of 
heaping,  thumbing  and  smoothing  off  repeated. 

Testinc.  56.  Tests  shall  be  made  with  any  standard  machine.  The  briquettes  shall  be 
broken  as  soon  as  they  are  removed  from  the  water.  The  bearing  surfaces  of  the 
clips  and  briquettes  shall  be  free  from  grains  of  sand  or  dirt.  The  briquettes  shall, 
be  carefully  centered  and  the  load  applied  continuously  at  the  rate  of  600  lb.  per 
minute. 

57.  Testing  machines  should  be  frequently  calibrated  in  order  to  determine  their 
accuracy. 


Fig.  17. — Details  for  Gang  Molds  (See  p.  76.) 

Faulty       58.  Briquettes  that  are  manifestly  faulty,  or  which  give  strengths  differing  more 
Briqaettes.    than  15  per  cent  from  the  average  value  of  all  test  pieces  made  from  the  same 
sample  and  broken  at  the  same  period  shall  not  be  considered  in  determining  the 
tensile  strength. 

XV.  Storage  of  Test  Specimens 

Appantas.  59-  A  moist  closet  shall  consist  of  a  soapstone,  slate  or  concrete  box,  or  a  wooden 
box  lined  with  metal,  the  interior  surface  being  covered  with  felt  or  broad  wicking 
kept  wet,  the  bottom  of  the  box  being  covered  with  water.  The  interior  of  the  closet 
should  be  provided  with  non-absorbent  shelves  on  which  to  place  the  test  pieces,  the 
shelves  being  so  arranged  that  they  may  be  withdrawn  readily. 
Methods.  60.  Unless  otherwise  specified  all  test  specimens,  inmiediately  after  molding, 
shall  be  placed  in  the  moist  closet  for  from  20  to  24  hours. 

61.  The  briquettes  shall  be  kept  in  molds  on  glass  plates  in  the  moist  closet  for  at 
least  20  hours.  After  24  hours  in  moist  air  the  briquettes  shall  be  immersed  in  clean 
water  in  storage  tanks  of  non-corroding  material. 

62.  The  air  and  water  shall  be  maintained  as  nearly  as  practicable  at  a  tempera- 
ture of  2i*'C.  (70°  F.). 


A  moist  closet  and  storage  pans  designed  by  Mr.  Richard  L.  Hum- 
phrey are  shown  in  Figs.  i8  and  19,  page  79. 
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Fig.  18— Moist  Closet    {See  p,  78) 
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Fig.  19. — ^Immersion  Tanks.     {See  p.  78) 


8o  A  TREATISE  ON  CONCRETE 

PROPOSED  TENTATIVE   SPECIFICATIONS  AND  METHODS  OF  TESTS 
FOR  COMPRESSIVE  STRENGTH  OF  PORTLAND  CEMENT  MORTAR* 

Specifications 

Comprenife       i.  (a)  A  test  piece  of  standard  mortar  composed  of  one  part  cement  and  three 
Strength,  parts  Standard  sand,  by  weight,  shall  give  compressive  strengths  equal  to  or  higher 
than  the  following: 


Age  at  Test, 
days. 

Storage  of  Test  Pieces. 

Compressive 

Strength, 
lb.  per  sq.  in. 

7 

I  day  in  moist  air,  6  days  in  water 

1200 

28 

I  day  in  moist  air,  27  days  in  water 

2000 

(b)  Each  value  shall  be  the  average  of  the  results  of  tests  from  not  less  than  three 
test  pieces.  The  compressive  strength  of  standard  mortar  at  the  age  of  28  days 
shall  be  higher  than  the  strength  determined  at  the  age  of  7  days. 

Methods  of  Tests 

Mixing  standard       2.  The  requirements  governing  the  preparation  of  standard  sand  mortars  for 

Mortar,    tension  test  pieces  shall  apply  to  compression  test  pieces. 

Form  of  3.  A  cylindrical  test  piece  2  in.  in  diameter  and  4  in:  in  length  is  reconmiended 
Teat  Piece,  f^^  ^g^  jjj  making  compression  tests  of  standard  mortars.  The  molds  shall  be  made 
of  non-corroding  metal.  A  satisfactory  form  of  mold  is  shown  in  Fig.  20.  The 
ends  of  the  mold  shall  be  parallel.  The  tubing  used  in  the  molds  shall  be  of  suf- 
ficient thickness  to  prevent  appreciable  distortion.  The  molds  shall  be  oiled  before 
using.  During  the  molding  of  the  test  piece,  the  mold  shall  rest  on  a  clean,  ^^^^^ 
surface  (preferably  a  piece  of  plate  glass  which  is  allowed  to  remain  in  place  unbi 
the  mold  is  removed). 

Molding.  4.  The  mortarf  shall  be  placed  in  the  mold  in  layers  about  i  in.  in  thickness 
each  layer  being  tamped  by  means  of  the  steel  tamper  shown  in  Fig.  21.  The 
weight  of  tamper  is  approximately  |  lb.  In  finishing  the  test  piece,  the  mortar 
shall  be  heaped  above  the  mold  and  smoothed  off  with  a  trowel.  As  soon  as  the  test 
pieces  from  one  sample  are  molded,  the  top  of  each  test  piece  shall  be  covered 
with  a  piece  of  glass  which  is  brought  to  a  firm  bearing  on  the  fresh  mortar.  The 
cover  glasses  shall  remain  in  place  until  the  molds  are  removed. 

The  compression  test  pieces  shall  be  stored  in  the  same  maimer  as  the  tension 
test  pieces. 

Testing.  5.  Tests  of  standard-mortar  cylinders  may  be  made  in  any  testing  machine 
which  is  adapted  to  meet  the  specified  requirements.  The  test  pieces  shall  be 
tested  as  soon  as  removed  from  the  water.  The  ends  of  the  test  cylinders  shall  be 
smooth,  plane  surfaces.    The  metal  bearing  plates  of  the  testing  machine  shall  be 

*  Accepted  by  the  American  Society  for  Testing  Materials  as  tentative  specifications,  June,  1016. 
t  If  sufficient  mortar  for  six  2  by  4  in.  cylinders  is  to  be  mixed  in  a  single  batch,  approximately  3000 
g.  of  material  will  be  required.    In  this  case  the  mixing  shall  be  continued  for  zi  minutes. 
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placed  in  direct  contact  with  the  ends  of  the  test  piece.  During  the  test  a  spherical 
bearing  block  shall  be  used  on  top  of  the  cylinder.  In  order  to  secure  a  uniform 
distribution  of  the  load  over  the  test  cylinder  the  spherical  bearing  block  must  be 
accurately  centered.  The  diameter  of  the  spherical  bearing  block  should  be  only  a 
little  greater  than  that  of  the  test  piece.  The  test  piece  shall  be  loaded  con- 
tinuously to  failure.  The  moving  head  of  the  testing  machine  shall  travel  at  the 
rate  of  not  less  than  0.05  or  more  than  0.10  in.  per  minute. 
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Note  ••  Farm  may  be  Made  of  Seamfess 
Brass  Tubirtg  of  Zi" Outside 
Diameter,  No.  12  B  W.  6.,  with 
^"iSht ahng  one  Element 

Fig.  20. — ^Details  for  2  by  4-in. 
Cylinder  Form  {See  p.  80.) 


Fig.  21. — Details  for  Steel 
Tamper  {See  p.  80.) 


Testing  machines  should  be  frequently  calibrated  in  order  to  determine  their 
accuracy. 

Cylinders  that  are  manifestly  faulty,  or  which  give  strengths  differing  more  than 
15  per  cent,  from  the  average  value  of  all  test  pieces  tested  at  the  same  period 
and  made  from  the  same  sample,  shall  not  be  considered  in  determining  the  com- 
pressive strength. 
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FULL  8PE0IFI0ATI0NS  FOR  THE  PURCHASE  OF  NATURAL 

CEMENT 

1.  Packages.  Cement  shall  be  packed  in  strong  cloth  or  canvas sacks.'|' 
Each  package  shall  have  printed  upon  it  the  brand  or  the  name  of  the 
manufacturer.  Packages  received  in  broken  or  damaged  condition  may 
be  rejected  or  accepted  as  fractional  packages. 

2.  Weight.  Three  bags  shall  constitute  a  barrel,  and  the  average  net 
weight  of  the  cement  contained  in  one  bag  shall  be  not  less  than  94  lb.,  or 
282  lb.  net  per  barrel.  A  cement  bag  may  be  assumed  to  weigh  one  pound. 
The  weights  of  the  separate  packages  shall  be  uniform. 

3.  Requirements.*  Cement  failing  to  meet  the  seven-day  requirements 
may  be  held  awaiting  the  results  of  the  twenty-eight  day  tests  before  re- 
jection. 

4.  Tests.*  AU  tests  shall  be  made  in  accordance  with  the  methods  pro- 
posed by  the  Committee  on  tJniform  Tests  of  Cement  of  the  American 
Society  of  Civil  Engineers,  presented  to  the  Society  January  21,  1903,  and 
amended  January  20,  1904,  with  all  subsequent  amendments  thereto. 
(See  Chapter  VT,   p.  63.) 

5.  Sampling.  Samples  shall  be  taken  at  random  from  sound  packages, 
and  the  cement  from  each  package  shall  be  tested  separately. 

6.*  The  acceptance  or  rejection  shall  be  based  on  the  following  require- 
ments: <- 

7.  Definition  of  Natural  Oement.*  This  term  shall  be  applied  to  the 
finely  pulverized  product  resulting  from  the  calcination  of  an  argillaceous 
limestone  at  a  temperature  only  sufficient  to  drive  off  the  carbonic  acid 
gas. 

8.  Fineness.*  It  shall  leave  by  weight  a  residue  of  not  more  than  10% 
on  the  No.  100,  and  30%  on  the  No.  200  sieve. 

9.  Time  of  Setting.*  It  shall  not  develop  initial  set  in  less  than  ten 
minutes,  and  shall  not  develop  hard  set  in  less  than  thirty  minutes,  or  in 
more  than  three  hours. 

10.  Tensile  Strength.*  The  minimum  requirements  for  tensile 
strength  for  briquettes  one  square  inch  in  cross  section  shall  be  as  fol- 
lows, and  the  cement  shall  show  no  retrogression  in  strength  within 
the  periods  specified: 

Paragraphs  designated  hj  an  asterisk  are  quoted  from  tbr  Standard  Specifications  of  the 
American  Society  for  Testing  Materials. 

flf  the  cement  is  to  be  stored  in  a  damp  place  or  near  the  sea,  it  must  be  packed  in  well-ma<ie 
wooden  barrels  lined  with  paper. 
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Neat  Cement. 

Age  Streneth 

24  hours  in  moist  air 75  lb. 

7  days  (i  day  in  air,    6  days  in  water) 150  " 

a8days(i     "      "       27     "        "        )  250" 

One  Part  Cement^  Three  Parts  Standard  Ottawa  Sand,  . 
Age  Strength 

7  days  (i  day  in  air,  6  days  in  water) 50  lb. 

28days(i     "      "      27      "        "         )    125" 

II.  Oonstaney  of  Volume.*  Pats  of  neat  cement  about  3  inches  in 
diameter,  one-half  inch  thick  at  the  center,  and  tapering  to  a  thin  edge, 
shall  be  kept  in  moist  air  for  a  period  of  24  hours. 

(a)  A  pat  is  then  kept  in  air  at  normal  temperature. 

(b)  Another  pat  is  kept  in  water  maintained  as  near  70**  Fahr.  as 

practicable. 
These  pats  are  observed  at  intervals  for  at  least  28  days,  and,  to  satisfac- 
torily pass  the  tests,  shall  remain  firm  and  hard  and  show  no  signs  of 
distortion,  checking,  cracking,  or  disintegrating. 

APPARATUS  FOB  A  CEMENT  TESTINO  LABORATOBTf 

(The  apparatus  is  designed  for  one  experimenter.  Where  the  number 
of  pieces  is  not  stated,  their  number  depends  upon  the  quantity  of  cement 
to  be  tested.) 

*One  piece  plate  glass,  one  inch  thick,  24  by  24  inches  square; 
*Four  or  more  gangs  of  3  or  4  molds  each — ^A.  S.  C.  E.  standard  (see 

Fig.  17,  p.  78); 
*One  metric  counter  scale  recording  from  10  grams  to  i^  kilograms. 
*One  No.  200  sieve  (200  meshes  to  the  linear  inch),  about  8  inches  in 

diameter,  and  made  of  woven  brass  wire  cloth,  with  wires  0.0021 

inch,  diameter  (seep.  68); 
*One  measuring  glass  graduated  to  250  cubic  centimeters; 
*One  8-inch  mason's  trowel; 
*One  4-inch  pointing  trowel  (see  Fig.  11,  p.  70); 
*One-half  dozen  pairs  rubber  gloves; 

*Pieces  of  thick  window  glass  4  inches  square  for  soundness  tests; 
*One  tensile  testing  machine  (see  Figs.  26  and  27,  pp.  97  and  98); 
*Air  thermometer; 
*Standard  sand; 

*Aii  asterisk  designates  the  apparatus  required  for  a  temporary  laboratory  on  construction  work 
fThis  list  has  been  criticised  and  approved  by  Mr.  Richard  L.  Humphrey. 
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iSvo  or  more  gangs  of  3  molds  each  for  2-inch  cubes;  or,  twelve  2  by  4 

inch  cylinders  (see  Fig.  20,  p.  81); 
lo-pound  tin  cans  with  tight  covers  for  holding  samples; 
One  special  scale  for  weighing  cement  in  ascertaining  fineness  (see  Fig. 

ID,  p.  69) ; 
One  pan  of  same  diameter  as  the  sieves  and  5  centimeters  (1.97  in.)  deep, 

with  cover,  for  holding  sieve  when  shaking  it; 
One  measuring  glass  graduated  to  100  cubic  centimeters; 
One  cement  sampler  24  inches  long  (see  Fig.  8,  p.  64); 
One  minute  sand  glass; 
One  moist  closet  (see  Fig.  18,  p.  79); 
Galvanized  iron  waste  cans; 

Apparatus  for  steaming  and  boiling  specimens  (see  Fig.  13,  p.  73); 
Tanks  for  immersing  specimens  (see  Fig.  19,  p.  79) ; 
Vicat  needle  apparatus  (see  Fig.  12,  p.  72); 
One  compression  testing  machine  (adapted  also  to  transverse  tests), 

capacity  at  least  50  000  pound  (see  Figs.  94  and  95,  pp.  340  and 

341); 
Chemical  thermometer; 

Specific  gravity  apparatus  (see  Fig.  9,  p.  67); 

Microscope  with  i^  inch  objective; 

Set  of  sieves,  about  8-inch  diameter,  for  analyzing  sands,  sizes  0.25  inch 
diameter  holes,  No.  7,  12,  20,  30,  50,  90  (the  number  corresponds 
to  the  number  of  meshes  to  the  linear  inch,  see  p.  118); 

Mechanical  shaker  for  sifting  sand  (see  Fig.  54,  p.  186). 

SPECIFIC  GBAVITT  OF  CEMENTS 

The  specific  gravity  test,  by  determining  whether  a  cement  is  thor- 
oughly burned,  supplements  the  chemical  analysis,  since  the  latter  does 
not  indicate  the  degree  of  calcination.  The  specific  gravity  of  a  true 
Portland  cement  ranges  from  3.05  to  3.15.  The  adulteration  of  Portland 
cement  lowers  its  specific  gravity,  because  the  substances  used, — ^pow- 
dered sand,  limestone,  trass  or  slag, — are  lighter  than  particles  of  pure 
cement.  The  test  will  not  delect  a  small  adulteration  nor  adulteration 
with  a  material  of  high  specific  gravity. 

Natural  cement  usually  has  a  specific  gravity  above  2.75,  ranging  from 
this  sometimes  as  high  as  3.1,*  thus  overlapping  the  inferior  limit  given 

♦Testa  of  Metals,  U.  S.  A.,  igoi,  p.  476. 
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for  Portland  cement.    Puzzolan  cement  usually  has  a  specific  gravity 
of  2.7  to  2.9. 

The  specific  gravity  of  cement  is  lowered  by  exposure,  because  of  the 
absorption  of  water  and  carbonic  acid,  hence  the  necessity  of  drying  it 
at  100°  Cent.  (212®  Fahr.)  or  igniting  at  low  red  heat  (see  p.  64)  before 
determining.  Even  this  temperature  may  not  always  be  suflScient  to 
restore  old  cements  to  their  original  condition.* 

Jackson  Specific  Gravity  Apparatus.  Mr.  Daniel  D.  Jackson  has 
devised  an  apparatus  that  gives  satisfactory  results  for  cement  or  fine 
aggregate.  The  graduations  are  made  to  read  directly  in  terms  of 
specific  gravity  and  temperature  variations  are  corrected  by  a  table 
instead  of  attempting  to  prevent  such  variations.  The  glass  tube  is 
made  of  much  smaller  bore  than  in  the  Le  Chatelier  apparatus  so  that 
more  accurate  readings  may  be  made. 

The  method  of  finding  the  specific  gravity  which  applies  to  cement 
or  fine  aggregate,  is  specified  by  Mr.  Jackson  as  follows  :t 

1.  Weigh  out  accurately  to  the  tenths'  place  of  decimals  50  grams  of 
the  dry  sample  of  cement. 

2.  Fill  the  bulb  and  burette  with  kerosene,  leaving  just  space  enough 
to  take  the  temperature  by  introducing  a  thermometer  through  the 
neck.  Remove  th^  thermometer  and  add  sufficient  kerosene  to  fill 
exactly  to  the  mark  on  the  neck,  drawing  off  any  excess  by  means  of  the 
burette. 

3.  Run  into  the  unstoppered  Ehrlenmeyer  flask  about  one-half  of 
the  kerosene  in  the  bulb.  Then  pour  in  slowly  the  50  grams  of  cement 
and  revolve  to  remove  air  bubbles.  Run  in  more  kerosene  until  any 
adhering  cement  is  carefully  washed  from  the  neck  of  the  flask,  and  the 
kerosene  is  just  below  the  ground  glass. 

4.  Place  the  hollow  ground-glass  stopper  in  position,  and  turn  it  to 
fit  tightly.  Run  in  kerosene  exactly  to  the  200  cubic  centimeter  gradu- 
ation on  the  neck,  making  sure  that  no  air  bubbles  remain  in  the  flask. 

5.  Read  the  specific  gravity  from  the  graduation  on  the  burette  and 
then  the  temperature  of  the  oil  in  the  flask,  noting  the  difference  between 
the  temperature  of  the  oil  in  the  bulb  before  the  determination  and  the 
temperature  of  the  oil  in  the  flask  after  the  determination. 

6.  Make  a  temperature  correction  to  the  reading  of  the  specific  grav- 
ity by  the  use  of  the  accompanying  tables. 

*See  experimenU  in  Tests  of  Metals,  U.  S.  A.,  zgoz,  p.  476,  and  Dr.  H.  Kupfender  in  Thonindus- 
Iriezeilungt  translated  in  Cement^  March,  1903.  p.  33. 

t  Daniel  D.  Jackson  in  Engineering  Record,  July  16,  1904,  p.  83. 
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Temperature  Correction  for  Jackson  Specific  Gravity  Flask.    {See  p.  85.) 

Read  temperature  of  oil  in  bulb  before  determination  and  of  oil  in  flask  after 
determination.  Add  correction  if  temperature  of  oil  increases,  and  subtract  it  if  it 
decreases. 


Change  in 

Uncorrected  Reading. 

Temperature 
Centigrade. 

3.50 

to 

a. 60 

3.60 

to 

a. 70 

3.70 

to 

3.80 

3.80 

to 
3. go 

3.90 

to 

3.00 

3.00 
to 

3.10 

3.10 

to 

3.ao 

3.30 

to 

3 -30 

3 -30 
to 

340 

1.40 

to 

3  so 

dcg. 

0.2 

0.00 

O.OI 

0.01 

O.OI 

O.OI 

O.OI 

O.OI 

O.OI 

O.OI 

O.OI 

0.4 

O.OI 

0.01 

0.01 

O.OI 

O.OI 

O.OI 

O.OI 

O.OI 

0.02 

0.02 

0.6 

O.OI 

0.02 

0.02 

0.02 

0.02 

0.02 

0.02 

0.02 

0.02 

0.02 

0.8 

0.02 

0.02 

0.02 

0.02 

0.02 

0.03 

0.03 

0.03 

0.03 

0.03 

I.O 

0.02 

0.03 

0.03 

0.03 

0.03 

0.03 

0.03 

0.04 

0.04 

0.04 

1.2 

0.03 

0.03 

0.03 

0.03 

0.04 

0.04 

0.04 

0.04 

0.05 

0.05 

1.4 

0.03 

0.04 

0.04 

0.04 

0.04 

0.05 

0.05 

0.05 

0.06 

0.06 

1.6 

0.04 

0.04 

0.04 

0.05 

0.05 

0.05 

0.05 

0.06 

0.06 

0.07 

1.8 

0.04 

0.05 

0.05 

0.05 

0.06 

0.06 

0.06 

0.06 

0.07 

0.07 

2.0 

0.05 

0.05 

0.05 

0.06 

0.06 

0.06 

0.07 

0.07 

0.08 

O.oS 

2.2 

0.05 

0.06 

0.06 

0.06 

0.07 

0.07 

0.08 

0.08 

0.09 

0.09 

2.4 

0.06 

0.06 

0.06 

0.07 

0.07 

0.08 

0.08 

0.09 

O.IO 

O.IO 

2.6 

0.06 

0.07 

0.07 

0.07 

0.08 

0.08 

0.09 

0.09 

O.IO 

O.II 

2.8 

0.07 

0.07 

0.08 

o.oS 

0.09 

0.09 

O.IO 

O.IO 

O.II 

0.12 

30 

0.07 

0.08 

0.08 

0.09 

0.09 

O.IO 

O.IO 

O.II 

0.12 

0.12 

3.2 

0.07 

0.08 

0.09 

0.09 

O.IO 

O.IO 

O.II 

0.12 

013 

0.13 

3-4 

0.08 

0.09 

0.09 

O.IO 

O.IO 

O.II 

0.12 

0.12 

0.13 

0.14 

3.6 

0.08 

0.09 

O.IO 

O.IO 

O.II 

0.12 

0.12 

0.13 

0.14 

O.IS 

3.8 

0.09 

O.IO 

O.IO 

O.II 

0.12 

0.12 

013 

0.14 

0.15 

0.16 

4.0 

0.09 

0.10 

O.II 

0.12 

0.12 

0.13 

0.14 

0.14 

0.16 

0.17 

4.2 

O.IO 

O.II 

O.II 

0.12 

0.13 

0.14 

0.14 

O.IS 

0.17 

0.17 

4.4 

O.IO 

O.II 

0.12 

0.13 

0.13 

0.14 

0.15 

0.16 

0.17 

0.18 

4.6 

O.II 

0.  12 

0.12 

0.13 

0.14 

o-iS 

0.16 

0.17 

0.18 

0.19 

4.8 

CM 

0.12 

0.13 

0.14 

0.15 

0.16 

0.16 

0.17 

0.19 

0.20 

S-o 

0.12 

0.13 

0.14 

0.14 

o.iS 

0.16 

0.17 

0.18 

0.20 

0.21 

A  neat  little  device  for  dropping  fine  material  into  a  specific  gravity 
apparatus  so  as  to  prevent  the  entraining  of  air  has  been  devised  by  Mr. 
Thomas  H.  Wiggin.  A  thin  wooden  board  with  a  circular  hole  in  it  is 
placed  above  the  apparatus  and  a  paper  funnel  fitted  into  the  hole  and 
filled  with  dry  cement.  An  electro-magnet,  such  as  is  used  with  an 
ordinary  electric  door-bell,  is  connected  with  its  storage  battery  and  ar- 
ranged so  that  the  clapper,  instead  of  striking  a  bell,  strikes  a  metal 
plate  attached  to  the  corner  of  the  board.  The  constant  tapping  jars 
the  funnel  so  that  the  grains  fall  slowly  into  the  apparatus  without  re- 
quiring the  attention  of  the  operator. 


SPECIFICATIONS  AND  TESTS  OF  CEMENTS  87 

ADVAKTAGE8  OF  FINE  GRINDING 

The  effects  of  fineness  of  grinding  upon  cements  are  to  make  them,— > 
Stronger  when  tested  with  sand; 
Weaker  when  tested  neat; 
Quicker  setting; 

Capable  of  producing  a  larger  volume  of  paste; 
Less  affected  by  free  lime. 
Fineness  is  expressed  by  the  percentage  of  the  total  weight  of  the 
cement  retained  on  each  sieve.* 

A  recognition  of  the  value  of  extreme  fineness  has  led  to  the  adoption 
of  higher  standards  than  formerly,  and  manufacturers  have  accordingly 
improved  the  quality  of  their  product  in  this  respect. 

Strenipth  Affected  by  Fineness.  With  the  same  proportions  of  sand, 
higher  tensile  and  compressive  strength  is  obtained  from  finely  ground 
than  coarsely  ground  cements.  Conversely,  a  larger  porportion  of  sand 
can  be  used  with  fine  ground  than  with  coarse  ground  cement,  with  the 
same  resulting  strength. 

The  chief  cementing  value  of  a  cement  lies  in  the  grains  which  are 
fine  enough  to  pass  a  sieve  having  200  meshes  per  linear  inch.  Phot- 
ographs of  thin  sections  of  sand  briquets  several  years  old  made  by 
Mr.  E.  W.  Lazell  show  very  clearly  the  coarser  grains  of  cement  which 

have  never  been  penetrated  and  chemically  changed  by  the  water. 
Tested  neat,  a  coarse  cement  may  give  higher  strength  than  the  same 

cement  after  regrinding.  This  is  chiefly  due,  in  the  opinion  of  the  authors, 
to  the  fact  that  the  fine  cement  requires  more  water  in  gaging  to  produce 
the  same  consistency  of  paste,  so  that  the  same  weight  of  cement  produces 
a  larger  volume  of  paste,  which  therefore  has  less  density  and  consequently 
lower  strength.  When  sand  is  added,  on  the  other  hand,  less  influence  is 
exerted  by  the  water,  because  in  any  case  a  smaller  volume  of  it  is  required 
in  proportion  to  the  dry  materials,  and  besides  this  the  very  fine  grains, 
jvhich  also  have  higher  cementing  qualities,  fit  more  readily  into  the  voids 
in  the  sand.  The  relation  of  the  density  of  a  mortar  to  its  strength  is  dis- 
cussed in  Chapter  IX,  page  143. 

The  effect  of  the  fineness  of  cement  upon  its  strength  was  brought 
to  general  notice  by  Mr.  John  Grantf  in  1880,  who  quotes  experiments 
made  in  Germany  by  Dykerhoff.     In  1883  Mr.  I.  J.  Mann  J  illustrated 

*  Sues  of  Americaa  vs.  European  sieves  are  given  in  Concrete  Plain  and  Reinlorced,  snd  edition, 
pp.  84  and  85. 

t  Proceedings,  Institution  of  Civil  Engineers,  Vol.  LXII,  p.  149. 
X  Proceedings,  Institution  of  Civil  Engmeers,  Vol.  LXXI,  p.  354. 
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the  small  cementing  value  of  the  coarse  particles  by  substituting  for 
them  grains  of  sand  of  the  same  size,  with  but  little  reduction  in  the 
resulting  strength. 

Mr.  D.  B.  Butler*  in  England  made  extended  tests  to  determine  the 
value  of  coarse  particles  in  cement  and  the  effect  of  regrinding.  The 
cement  was  reground  and  sand  of  the  same  size  as  the  coarse  particles 
in  the  original  was  substituted  for  them,  producing  a  cement  nearly  as 
strong  as  the  cement  before  regrinding. 

The  fine  grinding  of  commercial  cements  has  been  one  of  the  causes, 
by  the  acceleration  of  the  setting,  for  the  necessity  of  adding  gypsum  or 
plaster  during  manufacture. 

Separating  Material  Passing  No.  200  Mesh  Sieve.  The  high  cement- 
ing value  of  the  grains  of  cement  passing  a  No.  200  sieve  necessitates, 
for  elaborate  tests,  still  finer  apparatus.  The  coarsest  particles  passing 
a  No.  200  sieve  are  approximately  0.004  inch  in  diameter.  A  device 
developed  by  the  Bureau  of  Standardsf  separates  this  material  into  four 
parts,  the  limiting  sizes  being  0.004  inch,  0.003  inch,  0.002  inch,  and 
o.ooi  inch.  Beginning  with  the  smallest  particles  the  successive  sizes 
to  be  separated  are  carried  off  one  after  the  other  through  small  open- 
ings in  the  analyzing  chamber  by  means  of  a  steady  stream  of  air  under 
a  low  pressure.  The  residue  is  weighed  after  each  separation  and  in 
this  way  the  proportion  of  each  size  is  determined. 

QUANTITT  OF  WATER  FOR  NEAT  PASTE  AND  MORTAR 

The  quantity  of  water  used  in  gaging  affects  the  results  of  tests,  es- 
pecially  in  the  determination  of  the  time  of  settang  and  of  the  strength. 
(See  p.  165.)  Different  cements  even  of  the  same  class  require  different 
proportions  of  water  to  produce  the  same  consistency,  chiefly  because 
of  differing  degrees  of  fineness,  the  cement  containing  the  largest  propor- 
tion of  fine  particles  requiring  the  largest  percentage  of  water  by  weight. 

For  chemical  combinations  alone  about  8  per  cent,  of  water  to  the 

■ 

weight  of  the  cement  is  customarilly  assumed  to  be  required,  but  in 
practice  the  percentage  must  be  much  greater. 

Percentage  of  Water  for  Mortar  of  Normal  Consistency.  The  table 
of  percentage  of  water  for  standard  mortar  quoted  on  page  71  from 
the  report  of  the  American  Conmiittee  is  based  on  Mr.  Feret's  formulat 

•  Proceedings,  Institution  of  Civil  Engineexs,  Vol.  CXXXII,  p.  343,  and  Butler's  Portland  Cement. 
T.SOO,  p.  169. 

t  An  Air  Analyzer  for  Determining  the  Fineness  of  Cement,  by  J.  C.  Pearson  and  W.  H.  SUgh,  Tech- 
nologic Papers  of  the  Bureau  of  Standards,  No.  48,  1915. 

X  Commission  des  M6thode8  d'Easai  des  Mat^riaux,  1895,  Vol.  IV,  p.  103. 
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evolved  from  an  interesting  series  of  experiments.*  He  found  that 
it  was  impracticable  to  determine  with  the  Vicat  needle  the  proper 
consistency  of  a  mortar  of  cement  and  sand,  and  therefore  based  his 
determination  upon  the  average  judgment  of  several  operators,  plotting 
the  consistencies  designated  by  them  upon  cross-section  paper. 

The  formula  as  used  by  the  American  Committee,  expressing  the 
values  for  convenience  in  percentages  instead  of  in  grams,  isf 

5+1         ^ 
Where 

W  =  percentage  of  water  for  mortar  in  terms  of  weight  of  the  mixture  of 

dry  materials; 

P  =  percentage  of  water  required  for  neat  cement  of  normal  consistency; 

S  =  parts  of  sand  by  weight  to  one  part  cement. 

The  following  table  gives  percentages  of  water  for  different  proportions- 
of  mortar.  It  must  be  remembered  that  these  percentages  are  for 
standard  sand  only,  the  percentages  required  for  natural  sand  varying 
with  the  coarseness  of  its  grain. 

Percentage  of  Water  for  Cement  Mortars  of  Normal  Consistency. 


n 

Percentage  of  Water  to  Cement  Plus 
Standard  Ottawa  Sand. 

Percentage  of  Water  to  Cement  Plus 
Standard  Ottawa  Sand. 

&i 
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water  tor 
cement. 
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ill 

Proportions  cement  to  sand  by  v. 

eight. 

Proportbns  cement  to  sand  by  weight. 
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95 

19 
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28 
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II. 2 

10.2 
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20 
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29 
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10.4 
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21 
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II. 2 
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8.8 

30 

16.5 

13.2 
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22 

13-8 

II. 4 

10.2 

9.4 

8.9 

31 

16.8 

13-4 

II. 7 

10.6 

9.9 

23 

14.2 

II. 6 

10.3 

9.6 

9.0 

32 

17.2 

13.6 

II. 8 

10.8 

10. 0 

24 

14. 5 

II. 8 

10. 5 

9-7 

9.1 

ZZ 

17.5 

13-8 

12.0 

10.9 

10. 1 

25 

14-8 

12. 1 

10.7 

9.3 

9-3 

34 

17.8 

14. 1 

12.2 

II. 0 

10.2 

26 

15.2 

12.3 

10.8 

10. 0 

9-4 

35 

18.2 

143 

12.3 

II. 2 

10.4 

French  Consistency  of  Neat  Paste.  The  Vicat  needle  (see  p.  72)  has 
been  adopted  in  England  and  France  as  well  as  in  the  United  States. 
In  France  a  softer  consistency  is  adopted  requiring  a  penetration  of  34 
millimeters  instead  of  10  millimeters. 

*  Methods  of  Mr.  Feret's  investigations  are  described  and  illustrated  in  an  article  by  the  authors 
on  *' Quantity  of  Water  to  Use  in  Gaging  Mortars"  in  Cement  and  Engineering  News  (Chicago),  November, 

I0O3- 

t  Mr.  Feret  gives  for  the  last  term  in  the  formula  6.0  for  mortars  of  plastic  coD&i«it«ncr  and  4.5  for 

mortars  of  dry  consistcpcy. 
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TESTS  OF  SETTINO 

The  methods  employed  in  mixing  and  depositing  the  mortar  or  concrete 
and  the  character  of  the  construction  form  a  guide  to  the  necessary  re- 
quirements for  the  time  of  setting  of  the  cement. 

The  setting  of  cement  is  due  to  chemical  reaction,  as  described  by  Mr. 
Spencer  B.  Newberry  on  page  49.  The  process  is  a  gradual  one,  but 
may  be  arbitrarily  divided  into  three  periods: 

Initial  set. 
Final  set. 
Hardening. 
The  dividing  line  between  these  periods  is  arbitrary,  but  the  division  is 
based  upon  the  fact  that  after  water  is  added  the  paste  remains  plastic  for 
a  certain  period,  and  then  commences  to  "stiffen"  or  crystallize.     This  is 
called  the  time  of  initial  set.    The  setting  process  continues  rapidly,  and 
when  a  point  is  reached  that  the  paste  will  withstand  a  certain  pressure, 

arbitrarily  fixed  in  practice,  it  is  said  to  have  reached  its  final  set.  I'he 
process  of  hardening  now  continues  more  slowly,  and  proceeds  with  in- 
creasing slowness  for  an  indefinite  period. 

Those  unfamiliar  with  cement  construction  must  bear  in  mind  that  a 
cement  which  has  reached  its  final  "set"  is  not  hard  nor  is  it  capable  of 
bearing  a  load.  Natural  cement,  for  example,  usually  reaches  its  initial 
and  its  final  set  much  earlier  than  Portland  cement,  but  it  hardens  more 
slowly,  and  Natural  cement  masonry  will  not  bear  loading  nearly  so 
quickly  as  Portland  cement  masonry. 

EUROPEAN  METHODS  FOR  DETERBONING  SET 

The  French  and  German  requirements  are  similar  to  the  American 
Vicat  needle  (p.  75)  except  that  in  them  the  commencement  of  the  set 
is  taken  as  the  time  whgn  the  needle  can  no  longer  penetrate  entirely 
to  the  bottom  of  the  box  instead  of  limiting  it  to  a  penetration  to  a 
depth  of  5  millimeters  above  the  bottom  surface. 

For  sand  mortars  the  French  Commission  designate  the  final  set  as  the 
moment  when  the  surf aceof  the  mortar  can  support  pressure  of  the  thumb 
without  indentation.  As  an  alternate  method,  they  use  the  Vicat  ap- 
paratus with  a  needle  one  centimeter  (0.39  in.)  in  diameter  and  weighing 
5  kilograms  (11.02  lb.).  The  preliminary  reports  of  Mr.  R.  Feret  and 
Mr.  P.  Alexander  in  Commission  des  Methodes  d'Essai  des  Mat6riaux 
de  Construction,  1895,  Vol.  IV,  pp.  in  and  139,  describe  experiments 
with  different  apparatus. 
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European  Setting  Requirements 


Country. 


Germany. 


Switzerland. 


Austria. 


Denmark. 


England. 


France. 


Italy. 


Russia. 


Time  of  Initial  Set. 


I  hr. 

None  required 

Quick — 10  min. 
Medium — 30  min. 

I  hr. 

Quick — 2  to  10  min. 
Medium — 10  to  20  min. 
Slow — 20  min. 

20  min. 

I  hr. 

20  min. 


Time  of  Final  Set. 


Not  required 
Quick — Max. 

30  m. 
Slow — ^Min.  3 
hr. 

None  required 
None  required. 
/  Min.  2  hr. 
\  Max.  15  hr. 


I 


Min.  2  hr. 
Max.  12  hr. 


/  Min.  2  hr. 

Max.  12  hr. 

Min.  5  hr. 

Max.  12  hr. 

Min.  I  hr. 
\  Max.  12  hr. 


Method. 


Vicat 
Vicat 

Vicat 
Vicat 

Vicat 

Vicat 
Vicat 
Vicat 


Comparison  of  Vicat  and  Glllmore  Needles.  The  Gillmore  needles 
were  first  used  by  General  Totten  in  1830.* 

By  these  needles  the  initial  set  of  neat  cement  is  the  time  at  which  a 
wire  one-twelfth-inch  diameter,  loaded  to  a  J  pound,  is  just  supported 
by  the  mass  without  appreciable  indentation.  The  final  set  is  taken 
as  the  time  when  a  wire  one-twenty-fourth-inch  diameter,  loaded  to 
weigh  one  pound,  is  supported  without  appreciable  indentation. 

The  diagram  in  Fig.  22,  page  92,  from  experiments  made  at  the 
Watertown  Arsenalf  upon  various  cements  (designated  by  letters)  shows 
the  difference  in  the  nominal  time  of  setting  when  measured  by  the 
GiUmore  needle  and  the  Vicat  needle,  employing  with  the  latter  the 
German  method.  (See  above.)  The  diagram  also  shows  the  variation 
in  time  of  set  of  Portland  cement  occasioned  by  varying  the  proportion 
of  water,  and  the  effect  of  leaving  out  the  usual  "restrainer"  of  plaster 
of  Paris  or  gypsum. 

The  Bate  of  Setting.  The  rate  of  setting  of  cement,  that  is,  the  process 
of  hardening,  has  been  studied  by  the  French  CommissionJ  in  France 
and  by  Prof.  Edgar  B.  Kay  in  the  United  States.    The  diagram  Fig. 

*  GiUmoce's  Treatise  on  Limes,  Hydraulic  Cements  and  McHtars,  p.  80. 

t  Tests  of  metals,  U.  S.  A.,  1901,  p.  492 

t  Commission  des  M6thodes  d'Essai  des  Mat^riaux  de  Construction,  1895,  VoL  IV,  p.  iix. 
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24,  page  95,  shows  curves  of  setting  made  with  a  machine  of  Pnrf.  Kay's 
design  and  the  corresponding  tensile  strength  of  briquettes  of  the  same 
cement.  Prof.  Kay  calls  attention  to  the  positive  change  from  the 
plastic  to  the  granular  or  ciystalline  structure  which  in  the  cement  shown 
occtured  between  the  periods  of  35  and  40  minutes.  The  elongation 
of  the  briquette  when  being  broken  gradually  changed  from  f  inch  at 
the  5-minutes  period  to  0.15  inch  at  40  minutes,  while  at  200  minutes, 
or  <Hie  hour  before  the  initial  set  was  OHnpIeted,  the  elongation  was  not 
measurable. 
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Fig.  32. — ^Time  of  Settings!  Typical  Cements. — and  comparison  of  Vicat  and  Gili< 
more's  Needles.     (Tests  of  Metab,  U.  S.  A.,  1901.)     {See  p.  91.) 


Flash  Set.  One  of  the  most  dangeroiiB  characteristics  of  cement  is  a 
set  so  quick  that  the  concrete  made  from  it  hardens  before  it  can  be 
jdaced  and  rammed. 

When  tested  in  the  laboratory  the  cement  may  take  both  initial  and 
final  set  within  five  or  ten  minutes  of  molding,  or  even  during  the 
process  of  molding,  so  that  it  may  not  be  distinguished  by  the  operator. 
Frequently,  the  sample  changes  to  slow  set  during  transportation  and 
may  show  normal  set  in  the  laboratory  even  although  it  "flashes"  on 
the  work.    On  the  other  hand,  a  sample  exposed  to  the  heat  of  the  suu 
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or  kept  in  a  warm  laboratory  may  change  from  a  normal  to  a  flash  set. 
This  very  quick  set  appears  to  be  caused  frequently  by  rise  in  tempera- 
ture of  the  air  during  transportation  or  storage.  Concrete  which  hardens 
before  it  reaches  its  place  and  is  not  regaged  with  water  may  never 
attain  appreciable  strength.  Thorough  and  continued  soaking  with 
water  is  the  best  treatment. 

TEST  OF  RISE  IK  TEMPE&ATUBE  WHILE  SETTING 

The  determination  of  the  rise  in  temperature  which  takes  place  in  a 
cement  while  setting  has  often  been  suggested  as  an  indication  of  its  quality, 
but  the  increase  in  temperature  is  due  to  so  many  causes  that  it  is  of 
slight  value  as  a  test  of  the  cement. 

Mr.  Le  Commandant  Ribaucour*  foimd  that  the  temperature  com- 
menced to  rise  at  the  commencement  of  the  setting,  and  the  rise  was 
generally  higher  with  quick-setting  cements. 

Mr.  J.  E.  Howard  at  the  Watertown  Arsenalf  discovered  that  the 


F%.  23.— Rise  in  Temperature  in  12-inch  Cubes  of  Cement  and  Mortar. 
(Tests  of  Metals,  U.  S.  A.,  1901.)    {See  p,   93.) 


temperature  was  largely  dependent  upon  the  size  of  the  specimen,  small 
cubes  showing  very  slight  increase.  He  therefore  made  a  series  of  tests 
upon  12-inch  cubes  to  determine  the  temperature  acquired  by  different 

•  ConunisBion  des  M6thodes  d'Essai  des  Mat6riaaz  de  Construction,  1895,  Vol.  IV,  p.  133. 
t  Tests  of  Metals,  U.  S.  A.,  1901,  p.  493. 
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brands  of  cement  and  mortars  during  setting,  and  plotted  his  volumes  in 
a  series  of  curves.  The  curves  for  a  first-class  brand  of  American  Port- 
land cement  with  and  without  sand,  and  for  a  typical  Natural  (Rosen- 
dale)  cement,  are  shown  in  Fig.  23. 

Mr.  Howard  found  that  while  first-class  American  brands  of  neat 
Portland  cement  often  reached  a  maximum  temperature  of  100*^  Cent. 
(212*^  Fahr.);  the  maximum  temperature  of  the  various  brands  of  Ameri- 
can Natural  cement  was  generally  from  35°  to  40°  Cent.  (95^  to  104® 
Fahr.),  and  was  reached  at  a  shorter  time  than  the  Portland  cements. 
The  rise  in  temperature  of  the  German  brands  of  Portland  cements  was 
in  general  less  than  that  of  the  American  Portlands. 

The  rise  in  temperature  in  Portland  cement  concrete  is  less  than  in 
neat  Portland  cement,  but  in  the  interior  of  a  large  mass  like  a  dam 
may  reach  nearly  100°  Fahrenheit. 

AMERIOAN  AND  EUROPEAN  STANDARD  SANDS  OOBIPAEED 

The  character  of  the  sand  has  so  great  an  effect  upon  the  strength  of  a 
mortar  that  for  comparing  different  brands  of  cement  or  specifying  re- 
quirements of  strength  a  sand  of  standard  size  and  quality  is  essential. 

The  U.  5.  Standard  Sand  recommended  by  the  Committee  of  the  Amer- 
ican Society  of  Civil  Engineers,  as  specified  on  page  76,  is  a  natural  sand 
from  Ottawa,  111.,  screened  to  pass  a  sieve  having  20  meshes  per  linear  inch, 
and  retained  on  a  sieve  having  30  meshes  per  linear  inch. 

The  English  Standard  Sand  is  obtained  from  a  pit  at  Leighton  Buzzard,* 
and  the  screens  are  the  same  as  in  the  United  States. 

The  German  Standard  Sand  is  a  natural  quartz  retained  between  sieves 
having  respectively  20  and  28  meshes  per  linear  inch. 

The  French  Standard  Sand,  sl  natural  sand  from  Leucate,  France,  is 
simple  or  compound.  Simple  standard  sand  must  pass  a  screen  having 
holes  1.5  millimeters  (0.059  in.)  in  diameter,  and  be  retained  on  a  screen 
having  holes  one  millimeter  (0.039  in.)  in  diameter.  Compound  stand- 
ard sand  is  made  by  forming  a  mixtiure  of  equal  weights  of  the  following: 

(i)  Grains  passing  holes  of  2  mm.  (0.079  ^^')  ^^^  retained  by  1.5 
mm.  (0.059  i^-)- 

(2)  Grains  passing  holes  of  1.5  mm.  (0.059  in.)  and  retained  by  i  nmi. 
(0.039  in.) 

(3)  Grains  passing  holes  of  i  mm.  (0.039  in.)  and  retained  by  0.5 
mm.  (0.020  in. 

*  Butler's  Portland  Cement,  1899,  p.  200. 
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THE  FORM  OF  BRIQUETTE  FOB 
TENSILE  TESTS 


Mr.  John  Grant  in  187 1*  pre- 
sented results  of  a  series  of  experi- 
ments with  different  forms  of 
briquettes  and  sizes  of  section.  Ten 
years  laterf  he  adopted  the  form 
^3  now  used  in  England  which  is  sub- 
stantially the  same  as  that  recom- 
mended by  the  American  Society  of 
Civil  Engineers  in  1884,  and,  with 
a  very  slight  alteration,  in  1903. 
(See  Fig.  16,  p.  77.) 

Jhe  Oennan  Standard  Briquette, 
ako  adopted  by  the  French  Com- 
FiG.  25.  The  German  Standard  Briquette  mission  in  1893,  is  shown  in  Fig.  25. 
(dimensions  are  in  millimeters) .        The  section  is  5  square  centimeters 
(See  p.  96.)  (0^8  sq.  in.).     Results  with    this 

form  of  briquette  are  lower  per  unit  of  area  than  those  of  the  American 
pattern.  Prof.  Jerome  SonderickeJ  in  studying  the  quality  of  strength 
and  uniformity  of  breaking  of  different  forms,  found  that  a  groove  in 
the  sides  of  the  specimen  lowered  the  unit  strength  about  13%. 

M.  Feret§  found  that  briquettes  of  5  sq.  cm.  section  gave  46%  higher 
strength  per  unit  of  area  than  briquettes  of  16  sq.  cm.,  and  attributed 
this  difference  to  lack  of  homogeneity  throughout  the  section. 

« 

MACHINES  FOR  TESTING  TENSILE  STBENGTH 

A  testing  machine  should  be  so  designed  that  the  strain  can  be  applied 
to  the  briquette  at  a  definite  rate  without  irregularity  or  jar.  The  clips 
should  be  suspended  from  pivoted  bearings  to  avoid  friction,  and  should 
be  stiff,  so  that  they  will  not  spread.  The  contact  surfaces  should  hold 
the  briquette  firmly  without  crushing  it. 

The  briquette  must  be  carefully  adjusted  in  the  clips  since  a  very  small 
eccentricity  reduces  the  tensile  strength  appreciably. 

Rate  of  Applying  Strain.  The  selection  of  the  standard  rate  of  600 
lb.  per  minute  by  the  committee  of  the  American  Society  of  Civil  Engi- 
neers (see  p.  78)  is  based  on  an  extensive  series  of  tests  from  which  it 

*  Proceedings  Institution  of  Civil  Engineers,  Vol.  XXXII,  p.  282. 
t  Proceedings  Institution  of  Civil  Engineers,  Vol.  LXII,  p.  137. 
X  Journal  Association  of  Engineering  Societies,  January,  1899,  p.  i. 
I  See  p.  X46. 
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was  found  that  the  breaking  load  increases  with  the  spwed  up  to  a  rate 
of  at  least  800  lb.  per  min.,  but  that  between  the  rates  of  400  and  600 
lb.  the  variation  is  slight.  Experiments  of  L.  C.  Sabin*  tend  to  confirm 
this  conclusion. 


Fic.  it, — Shot  Testing  Machine.    {See  />  97-) 

TenaQe  Testing  Machines.  The  shot  machine,  originally  designed  by 
Dr.  Micbaelis,  is  in  general  use  for  testing  cement  and  mortar  in  tension. 
.American  patterns  are  shown  in  Figs.  26  and  27.  The  load  is  applied 
by  the  discharging  of  a  stream  of  shot  whose  flow  is  automatically  shut 
off  when  the  break  occurs.  The  breaking  load  is  determined  from  the 
weight  of  the  shot. 

Simple  or  compound  lever  machines  which  apply  their  load  by  a 
sUding  weight  operated  by  hand  or  by  power  were  formerly  used. 
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FlO,  a?-— Shot  Testing  Macbine.     {See  p.  97.) 

TENSILE  TESTS  OF  NEAT  CEMENT  AND  MOBTAB 

Tensile  tests  arc  useful  only  to  determine  (in  connection  with  other 
tests)  whether  the  ingredients  of  a  cement  and  the  process  of  manu- 
facture arc  such  that  the  cement  will  give  a  satisfactory  strength  and 
growth  in  strength  when  used  in  concrete.     Formerly,  this  test   was 
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made  by  means  of  tests  on  neat  cement  and  on  i  to  3  sand  mortar 
briquets,  but  in  the  191 7  specifications  (see  p.  63)  the  neat  test  has  been 
eliminated,  the  Committee  deciding  that  sand  mortar  tests  give  all 
the  information  needed.  Notwithstanding  this  decision  the  authors 
find  the  24  hour  neat  test  a  valuable  one  for  estimating  the  hardening 
quality  of  the  mortar.  A  cement  testing  below  the  former  standard 
of  500  lb.  per  sq.  in.  at  seven  days  is  liable  to  give  trouble  by  slow 
hardening  in  cold  weather. 

Tensile  tests  on  cement  and  mortar  indicate  the  quality  of  both 
cement  and  sand,  but  unpublished  tests  show  that  neither  of  them  have 
a  clearly  defined  relation  to  the  compressive  strength  of  concrete.  The 
effect  of  age  in  each  case  is  so  far  from  similar  that  concrete  gains 
with  age  while  neat  cements  and  mortars  in  tensile  briquets  normally 
retrogress.  So  far  as  concrete  is  concerned,  reliance  should  be  placed 
on  compression  tests  of  concrete  cylinders,   28  days  old  (see  p.  310). 

Tensile  tests  of  mortars  are  usually  made  7  a^'d  28  days  after  mixing. 
For  tests  of  sand  a  3  day  period  is  frequency  convenient. 
'  Specifications  for  tensile  strength  are  given  on  page  63.  Frequently 
actual  strengths  are  considerably  above  these  figures,  which  simply 
indicate  the  lowest  limit  acceptable.  In  Fig.  28,  p.  100,  are  plotted 
curves  averaged  from  results  of  long  time  tests  on  neat  and  mortar 
briquets  made  by  the  City  of  Philadelphia,  U.  S.  Reclamation  Service, 
and  the  Boston  Transit  Commission.  In  all  cases  the  briquets  remain 
in  moist  air  for  the  first  24  hours  and  the  balance  of  the  time  in  water 
maintained  at  a  temperature  of  21°  Cent.  (70*^  Fahr.). 

Growth  in  Strength.  American  standard  specifications  require  the 
strength  of  mortar  briquets  to  be  higher  at  28  days  than  at  7  days. 
Cements  that  barely  pass  the  specified  strengths  usually  continue  to 
gain  imtil  they  reach  an  ultimate  strength  that  is  fairly  consistently 
maintained.  On  the  other  hand,  cements  that  are  much  stronger  than 
is  required  at  7  and  28  days  may  be  expected  to  show  a  falling  off  until 
they  reach  about  the  strengths  of  the  slower  setting  cements.  Fre- 
quently,  in  a  series  of  tests  the  cements,  whether  high  or  low  at  first, 
eventually  tend  to  reach  about  the  same  strength. 

Neat  cement  briquets  behave  in  much  the  same  way  as  mortars  with 
the  exception  that  retrogression  b  likely  to  appear  between  7  and  28 
days,  if  the  cements  test  high  at  those  periods. 

The  curves  in  Fig.  28,  page  100,  are  t>pical  of  cements  that  give  high 
strengths  at  early  ages  and  then  gradually  fall  off.  In  the  second  edition 
of  this  book  a  curve  was  shown  of  cement  mortars  that  barely  passed 
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the  specifications  at  7  and  28  days,  but  maintained  their  strength  uni- 
formly for  at  least  a  year  at  about  300  pounds,  the  figure  to  which  the 
corresponding  curve  on  page  100  (1:3  mortar)  returns  after  about 
three  years. 

E.  Candlot  states*  that  the  strength  of  all  cements,  excluding  inferior 
products,  is  practically  the  same  at  the  end  of  one  or  two  years,  whether 
the  initial  strength  was  high  or  not.  Hence,  for  much  work  the  high 
strength  at  short  times  is  a  decided  advantage. 
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Fig.  28. — Growth  in  Tensile  Strength  of  Neat  Portland  Cement  and  i :  3  Standard 

Sand  Mortar.     (Sec  p.  100.) 

Compiled  from  tests  by  the  U.  S.  Reclamation  Service,  the  City  of  Philadelphia,  and  the 

Boston  Transit  Commission. 

COMPRESSIVE  TESTS  OF  CEMENT  AND  MORTAR 

Tensile  tests  can  be  made  quicker  than  compressive  tests  and  require 
less  powerful  machines,  so  that  they  are  more  convenient  and  in  wider 
use  for  determining  the  quality  of  cement  and  sand  for  acceptance. 
Nevertheless,  compression  tests  give  a  truer  measure  of  the  value  of  the 
mortar  or  concrete  made  from  the  materials.  Compression  machines 
are  discussed  and  illustrated  on  page  340,  in  connection  with  the  deter- 
mination of  the  compressive  strength  of  concrete. 


*  Proceedings  International  Association  for  Testing  Materials,  191a,  Second  Section,  XIII. 
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Fonn  of  Compressioii  SpedmeiiB.  Cubes  2  inches  on  an  edge  have 
been  used  commonly  for  cement  and  mortar  specimens  in  the  United 
States.  A  2  by  4  inch  cylinder  agrees  better  with  the  concrete 
standard.  In  France*  compression  tests  of  halves  of  briquets  already 
broken  in  tension  are  recommended.  The  total  surface  area  of  the 
U.  S.  Standard  briquet  is  almost  exactly  4  square  inches. 

A  gang  moldf  for  2-inch  cubes  used  in  Mr.  Thompson's  laboratory  is 
shown  in  Fig.  29.  The  material  is  cold  rolled  steel  of  conunercial 
width  and  thickness.  Side  plates  are  |  by  2  inches,  base  plate  i  by  5 
inches,  partition  plates  -^-^  by  2  inches,  and  middle  partition  plate  f  by 
2  inches.     Thumb  nut  bolts,  headed  on  one  end,  are  of  {  inch  steel. 

The  design  for  the  2  by  4  inch  cj'linder  is  given  on  page  81. 

Ratio  of  ConqireBBiTe  to  Tensile  Strength.  There  appears  to  be  no 
constant  relation  between  the  resistance  of  mortar  to  compression  and 
tension.    Like  concrete,  mortar  gains  compressive  strength  more  rapidly 


Fig.  29. — Mold  for  Compression  Te^t  Pieces,     (See  p.  loi.) 

than  tensile  strength,  and  similarly  an  increase  in  the  proportion  of 
cement  increases  the  compressive  strength  in  a  much  greater  ratio  than 
the  tensile.  Extended  tests  by  Mr.  R.  FeretJ  and  by  Richard  L. 
Humphrey 'I  together  with  more  recent  tests,  not  yet  pubhshed,  confirm 
these  conclusions. 

A  comparison  of  the  compressive  and  tensile  strength  of  i  :  3  mortars 
based  upon  the  St.  Louis  tests  give  a  formula 

Compressive  strength       ^  ^    ,  1       * 
^—  =  6.6  +  2.3  log  A 

Tensile  Strength 
where 

A  =  age  of  the  cement  mortar  in  months. 

The  ratio  varies  from  6.8  on  a  one-month  test  up  to  10.3  on  a  12- 
month  test.     The  formula  is  in  the  same  form  but  the  ratios  are  some- 

*  CommissioQ  des  Methodes  d'Elssai  des  Materiaux  de  Construction.  VoJ.  IV,  1S95,  p.  187. 
t  DeaigDed  by  Ralph  £.  Goodwin  for  the  New  York  Public  Service  Commission. 
X  Bulletin  de  la  Soci6te  d' Encouragement  pour  I'lndustrie  Nationalc,  xS97i  Series  5,  Voi.  II. 
[^  Bulletin  No.  331.  U.  S.  Geological  Survey,  igo8. 
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what  greater  than  those  obtained  by  Prof.  J.  B.  Johnson*  from  Prof. 
Tetmajer's  tests  at  Zurich. 

TRANSVERSE  TESTS  OF  CEMENT 

Transverse,  or  flexion,  tests  of  beams  or  prisms  while  very  convenient 
for  concrete  are  now  seldom  used  for  testing  the  quality  of  cement, 
although  Gillmore  and  other  of  the  older  experimenters  largely  employed 
this  form  of  test.  Transverse  tests  are  of  value  in  comparing  the  relation 
between  fiber  stress  and  tension,  and  with  proper  care  may  give  as  uniform 
results  as  tension  tests.  As  is  stated  below,  the  fiber  stress  bears  a  definite 
relation  to  the  tensile  strength,  but  since  there  is  no  fixed  relation  between 
tension  and  compression,  there  can  be  no  fixed  relation  between  transverse 
strength  and  compressive  strength.  Compression  testing  machines  (see 
Figs.  94  and  95,  pages  340  and  341)  may  be  adapted  for  transverse  tests 
by  a  suitable  arrangement  of  supports  and  knife  edges. 

Mr.  Durand-Claye,  Commission  des  M6thodes  d'Essai  des  Mat6riaux 
de  Co'hstruction,  189s,*  Vol.  IV,  p.  211,  made  for  the  French  Commission 
an  extended  series  of  tests  by  flexion  or  bending.  He  found  the  tensile 
fibre  unit  stress  to  average  1.9  times  the  tensile  strength  of  the  standard 
briquet.  As  a  result  of  his  report,  the  Commission  adopted  for  this 
form  of  test  square  prisms  12  cm.  (4.72  in.)  long  by  2  cm.  (0.79  in), 
on  a  side. 

Comparative  tests  of  Mr.  R.  Feret  in  tension,  flexion,  and  compres- 
sion are  shown  in  the  table  on  page  146. 

ADHESION  TESTS  OF  CEMENT 

Mr.  E.  Candlott  made  a  large  number  of  tests  of  adhesion  for  the 
French  Commission,  and  designed  a  mold,  patterned  like  a  half  briquet, 
to  be  molded  with  the  breaking  section  at  the  bottom,  and  this  has  been 
adopted  as  the  French  Standard.!  He  found  that  different  brands  of 
cement  may  give  widely  different  results  in  adhesion  of  mortars;  that 
regaging  a  mortar  reduces  its  strength  in  adhesion  about  one-half  even 
when  the  tensile  strength  is  not  appreciably  affected;  that  mortars  gaged 
dry  have  lower  adhesion  than  plastic  mortars;  and  that  mortars  gaged 
with  an  excess  of  water  have  in  tension  a  resistance  less  than  their 
adhesive  strength. 

*  Johnson's  Materials  of  Construction,  igoa,  p.  419. 

t  Commission  des  M6thodes  d'Essai  des  Mat6riaux  de  Construction,  1895,  Vol.  IV,  p.  a8z. 

X  This  mold  adapted  to  American  standards  is  shown  and  method  of  using  described  by  Sanf ord  £. 
.'^ompson  in  Proceedings  American  Society  of  Civil  Engineers,  Apr.  1903,  p.  647;  Also,  in  the  Second 
Edition  of  ''Concrete,  Plain  and  Reinforced"  p.  xsa. 
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Mr.  R.  Feret*  states  that  adhesion  to  stone  mcreases  as  the  stone 
becomes  more  porous.  He  found  that  irr^ularities  of  surface  of  the 
stone  do  not  appear  to  affect  the  adhesive  strength.  With  iron,  how- 
ever, roughening  the  surface  increases  the  adhesion  of  the  mortar.  A 
dirty  surface  or  insufficient  moistening  of  the  surface  lowers  the  adhesion. 

Tests  by  the  authors  indicate  that  the  strength  in  adhesion  of  neat 
cement  to  a  i  :  2  mortar  surface  may  nearly  reach  the  tensile  strength 
of  the  mortar,  thus  showing  the  value  of  a  neat  cement  bond.  With 
the  introduction  of  sand  the  adhesion  rapidly  decreases. 

The  adhesion  of  mortar  to  iron  or  steel  is  discussed  in  connection 
with  reinforced  concrete  in  Chapter  XXI. 

BOUKDNSSS  0&  OON8TAN0T  OF  TOLUMI 

The  term  "  soundness  "  is  more  commonly  used  in  America  and  England 
than  the  expression  ** constancy  of  volume"  suggested  by  the  Committee 
of  the  American  Society  of  Civil  Engineers,  or  "deformation"  as  employed 
in  France.  The  purpose  of  the  test  is  to  determine  in  advance  whether  a 
cement  is  in  danger  of  disintegrating,  that  is,  crumbling,  or  of  expMinding 
or  contracting  so  as  to  cause  distortion  or  cracking  in  the  masonxy. 

If  a  cement  satisfactorily  passes  the  tests  for  soundness,  it  will  in  all 
probability  withstand  the  efiFect  of  the  elements  without  swelling  or  disin- 
tegration, and  will  continue  to  harden  for  an  indefinite  period.  Failure, 
on  the  other  hand,  to  pass  the  tests  for  soundness,  especially  the  hot  test, 
is  not  positive  proof  of  inferiority,  for  a  cement  which  fails  to  pass  may 
possibly,  through  subsequent  exposure  to  the  air  before  being  used,  or 
because  of  mixing  with  sand  or  other  aggregate,  produce  durable  masonry. 

Tests  indicate  that  concrete  in  practice  made  with  cement  unsound 
because  of  freshness  or  high  lime  usually  hardens  satisfactorily,  even 
although  pieces  of  the  concrete  fail  to  pass  the  boiling  test  at  early  ages. 
Tests  by  Mr.  P.  H.  Batesf  of  the  Bureau  of  Standards  show  satisfac- 
tory results  with  unsound  cement  when  the  concrete  is  kept  moist, 
but  specimens  stored  in  the  laboratory  with  no  special  provision  for 
suppl3dng  moisture  show  marked  deterioration  and  ultimate  disinte- 
gration in  the  course  of  several  months'  time. 

We  may  with  safety  adopt  the  following  conclusions: 

If  a  PartiaDd  cement  iMUues  llie  hot  tost  it  maj  be  need  immediatdy 
wi&  reasonable  certeinty  of  its  nltimile  soimdnewi.  0  it  fyia  to  pass, 
it  should  be  resarded  with  saqnckm  and  fliaraaglily  tested. 

*  Communication  au  Congrte  de  Budapest,  xgoi. 
t  Penonal  correspondence. 
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Causes  of  Unsotindiiess.  Disintegration,  or  crumbling,  of  work  in 
Portland  cement  properly  mixed  and  laid,  is  usually  due  to  an  excess  of 
lime  in  a  form  which  can  be  attacked  by  the  elements.  This  may  come 
about  in  three  entirely  distinct  ways,  either  (i)  by  the  use  of  too  high  a 
proportion  of  lime  in  the  raw  materials  from  which  the  cement  is  made, 
(2)  by  under-burning  the  cement,  or  (3)  by  too  coarse  grinding. 

The  presence  of  magnesia  in  excess  in  a  thoroughly  burned  cement  may 
produce  a  gradual  expansion  which  will  disintegrate  the  mortar  or  con- 
crete after  several  years.  This  action,  brought  to  notice  by  tests  of  Mr. 
H.  Le  Chatelier,*  is  generally  recognized,  but  opinions  differ  as  to  the 
limit  to  the  percentage  of  magnesia  which  may  occur  in  Portland 
cement  without  deleterious  effect.  Le  Cha teUer 's  experiments  led  him  to 
consider  5%  as  injurious.  The  Association  of  German  Cement  Manu- 
facturers first  placed  the  limit  at  3^%,  and  later  raised  it  to  5%.  Mr. 
Spencer  B.  Newberry  states  (page  53)  that  cements  with  more  than  7% 
or  8%  of  magnesia  will  pass  the  boiling  test  but  are  inferior  in  strength 
and  are  likely  to  show  progressive  expansion.  The  limit  of  5%  recom- 
mended by  the  Committee  of  the  American  Society  for  Testing 
Materials  in  1916  (see  p.  62)  is  undoubtedly  conservative. 
Natural  cement,  which  is  burned  at  a  lower  temperature, 
may  contain  a  much  larger  quantity  of  free  lime  and  of  magnesia  without 
injury. 

The  expansion  caused  by  an  excess  of  free  lime  is  due  to  the  hydration 
or  slaking  of  the  calcium  oxide  (CaO).  This  is  readily  understood  from 
the  expansion  of  common  lime,  which  in  slaking  with  water  will  produce 
a  bulk  of  paste  from  2  to  3  times  greater  than  the  volume  of  the  loose 
powder.  The  presence  of  lime  in  a  free  or  loosely  combined  state  must 
not  be  confounded  with  other  compounds  of  calcium.  A  thoroughly 
slaked  lime  paste,  or  powder,  that  is,  one  which  is  completely  hydrated, 
may  in  fact  be  added  to  a  Portland  cement  mortar  without  injiuious 
results,  to  lengthen  its  time  of  setting  or  to  produce  a  more  water-tight 
mixture. 

The  small  amount  of  free  lime  which  frequently  occurs  and  sometimes 
produces  unsoundness  in  first-class  Portland  cement,  tested  when  fresh, 
may  be  hydrated  and  rendered  harmless  by  air-slaking  after,  say,  two  or 
three  weeks'  storage,  or  after  spreading  the  cement  out  in  the  air. 

Adulteration  with  slag  may  cause  a  cement  containing  an  excess  of 
free  lime  to  pass  the  boiling  test. 

*  CommiMion  des  M^thodes  d'Eisai  des  Mat^riaux  de  Construction,  1895,  Vol  IV,  p.  sag 
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Tests  for  Soundness.  The  presence  of  ingredients  which  will  render  a 
cement  unsound,  that  is,  which  will  cause  it  to  expand  or  disintegrate,  is 
determined  by  the  eye,  or  by  measuring  appliances  in  specimens  which 
have  been  exposed  under  conditions  which  as  nearly  as  possible  produce 
the  same  effect  as  the  practical  efifects  of  time  and  the  elements. 

There  is  apparently  no  reliable  method  for  determining  the  presence  of 
free  lime  by  chemical  analysis.  Mr.  E.  Candlot*  says  that  "there  is  in  fact 
no  method  for  finding  the  percentage  of  free  lime  in  the  cement,"  and 
Dr.  Schuman*  concurs  in  this  view  in  the  following  statement* 

I  do  not  know  a  method  for  finding  out  the  percentage  of  free  lime  in 
Portland  cement.  I  do  not  think  there  exists  such  a  method,  and  I  am 
myself  of  the  opinion  that  chemists  w^ill  never  find  out  one;  the  solutions 
capable  of  taking  away  the  free  lime  from  the  cement  will  always  wor^m 
a  more  or  less  strong  degree  on  the  cement  itself.  / 

This  inability  to  detect  free  lime  by  chemical  analysis  necessitates  a 
resort  to  physical  tests.  Sp)ecimens  for  testing  scimdness  are  generally 
circular  pats  tapering  toward  the  edges,  so  that  the  expansion  of  the  mass 
will  tend  to  enlarge  the  circumference  a'nd  thus  produce  cracks  at  the  edges. 

Appearance  of  Soundness  Specimens.  Excellent  photographs  of 
pats  showing  the  efifects  of  unsoundness  are  illustrated  in  Fig.  14,  p.  74. 
The  most  common  condition  is  shown  in  the  specimen  designated  as 
'*  cracking"  and  indicates  a  cement  slightly  unsound.  A  more  unsound 
cement  produces  disintegration.  In  still  more  extreme  cases  the  pat 
goes  to  pieces  in  boiling  or  steaming.  An  unsound  cement  in  air  or  in 
water  at  the  ordinary  temp)erature  will  generally  show  defect  within  28 
days,  although  in  very  exceptional  cases  several  months  or  even  years 
have  been  known  to  elapse  before  signs  of  deterioration  appear  in  speci- 
mens which  have  not  been  subjected  to  heat. 

Cracks  which  appear  on  pats  are  not  always  caused  by  unsoundness. 
Expansion  cracks,  which  reveal  an  unsound  cement,  should  be  dis- 
tinguished from  harmless  shrinkage  cracks,  w^hich  may  appear  during 
setting,  instead  of  after  the  cement  has  set,  because  of  too  quick  drying 
out  or  a  too  wet  mixture.  Such  shrinkage  is  apt  to  cause  on  the  top  of  the 
specimens,  hair  cracks  due  to  a  large  excess  of  mixing  water  which  de- 
posits a  thin  coating  of  practically  decomposed  cement,  or  else  radial 
cracks  near  the  center,  instead  of  edge  cracks  or  circumferential  cracks 
shown  in  the  photographs  of  Fig.  14.     The  latter  are  the  danger  marks. 

*  Quoted  by  W.  W.  Maclay  in  Transactions  American  Society  of  Civfl  Engineers,  Vol  XXVII, 
p.  44B. 
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If  the  pats  are  left  exposed  to  dry  air  during  setting  shrinkage  cracks 
are  often  developed.  Ordinarily,  therefore,  they  indicate  only  a  lack  of 
care  in  manipulation,  and  not  dangerous  properties  in  the  cement. 

Blotching  is  usually  indicative  of  either  aduitration  or  under-burning. 

This  condition  in  itself  should  not  necessarily  mean  rejection,  but 
should  always  induce  an  investigation  of  the  causes  producing  it,  which 
may  or  may  not  be  sufficient  to  warrant  rejection. 

A  peculiar  condition  sometimes  occurs  in  which  the  pat  is  perfectly 
sound  and  hard,  but  the  glass  on  which  it  is  made  is  cracked,  either  in 
one  or  two  places  or  completely.  This  has  often  been  laid  to  chemical 
action,  but  this  conclusion  is  doubtless  erroneous.  It  is  probably  due 
entirely  to  expansion  of  the  pat,  when  the  adhesive  strength  of  the  ce- 
ment to  the  glass  exceeds  the  strength  of  the  glass  itself.  It  is  only 
found  in  the  water  pats,  and  is  not  usuaUy  indicative  of  dangerous  qual- 
ities of  the  cement. 

Aocelerated  or  Hot  Tests.  The  object  of  all  forms  of  hot  tests  is  to 
produce  in  a  few  hours  the  resuhs  which  at  a  normal  temperature  require 
several  days  or  perhaps  months.  Engineers  are  by  no  means  agreed  as  to 
the  value  of  accelerated  tests,  the  chief  objection  to  their  use  being  that 
some  cements  which  fail  in  these  tests  prove  satisfactory  in  construction. 

An  argument  for  the  hot  test  lies  in  the  fact  that  Portland  cement 
manufactiurers  are  coming  to  recognize  it  as  the  very  best  test  for 
them  to  use  in  determining  whether  their  own  cement  will  fulfil  the 
requirements  of  permanent  construction.  In  a  recent  letter  to  the  authors 
the  superintendent  of  one  of  the  largest  factories  in  the  United  States 
writes,  "So  far  as  we  are  concerned,  we  consider  the  hot  test  of  the  greatest 
importance.  If  this  shows  up  well,  we  feel  quite  satisfied  that  all  other 
tests  will  show  up  properly."  Those  desiring  to  investigate  the  various 
opinions  upon  the  subject  are  referred  to  References,  Chapter  XXXIII. 

Mr.  W.  Purves  Taylor,  in  a  paper  read  before  the  Cement  Section  of  the 
American  Society  for  Testing  Materials,  at  the  Sixth  Annual  Meeting, 
1903,*  gives  the  results  of  a  large  number  of  accelerated  tests  made 
at  the  Philadelphia  Testing  Laboratory  by  boiling  balls  or  pats  (after 
24  hours  in  moist  air)  for  three  or  four  hours,  and  the  results  of  some 
of  the  conclusions  there  given  are  quoted  as  follows: 

"The  cpndition  in  a  cement  most  affecting  the  result  of  an  accelerated 
test  is  its  age  or  the  amount  of  seasoning  it  has  imdergone.    Every  cement, 

fProoecdings  American  Society  for  Testmg  Materials,  1903,  Vol.  Ill,  p.  374,  also  printed  ir 
Enginetring  News,  July  23,  1903,  p.  81. 
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no  matter  how  well  proportioned  and  burned,  will  contain  at  least  a  small 
amount  of  free  or  loosely  combined  lime,  which  will  usually  cause  im- 
soundness  if  used  or  tested  at  once.  This  lime,  however,  will  hydrate  in  a 
very  short  time  on  exposure  to  air,  thus  rendering  it  inert  and  preventing 
any  expansive  action.  It  will,  therefore,  be  found  in  a  large  majority  of 
cases  that  if  a  cement  failing  in  the  accelerated  tests  be  stored  for  two  or 
three  weeks,  this  unsoundness  will  disappear,  and  the  cement  pass  the 
test  with  ease." 

This  is  illustrated  in  the  following  table  and  in  Fig.  30,  page  108,  the 
first  three  photographs  also  showing  various  conditions  which  may  be 
expected  in  specimens  which  fail  to  pass  accelerated  tests. 

Ejfect  of  Age  oj  Cement  on  Results  of  Boiling  Test, 
By  W.  Purves  Taylor.    {See  p,  107.) 
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"Coarseness  of  grinding  is  also  a  frequent  cause  of  unsoundness  for  the 
reason  that  the  larger  particles  are  not  readily  susceptible  to  hydration,  and 
contain  for  a  long  period  of  time  expansive  elements  which  very  rapidly 
develop  a  disintegrating  action  when  treated  in  the  accelerated  tests." 

"A  large  number  of  tests  on  different  cements  were  made  and  the  time 
at  which  failure  occurred  was  observed.  In  these  tests  it  was  found  that 
of  those  samples  which  did  not  pass  the  test,  22%  failed  in  the  first  half 
hour,  57%  failed  in  the  first  hour,  85%  failed  in  two  hours,  96%  in  three 
hours,  and  99%  in  four  hours,"  "tiius  showing  generally  that  a  test  piece  of 
cement  stan(Kng  three  or  four  hours  of  boiling  will  almost  invariably  stand 
a  much  greater  length  of  time,  and  also  that  at  least  three  or  four  hours 
should  always  be  allowed  for  the  test." 

"Pats  of  cement  allowed  more  than  about  twelve  hours  to  harden  will, 
if  unsound,  fail  when  tested  by  boiling  at  almost  any  time  in  the  future." 

"We  now  come  to  the  very  important  question  of  the  relation  of  the 
bdling  tests  to  the  other  tests  for  soundness  and  strength  as  made  in  the 
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laboratory.  No  one  who  has  had  much  experience  with  the  boiling  test 
questions  that,  although  it  is  by  no  means  infallible,  the  results  obtained 
from  it  are  generally  corroborated  by  either  the  tensile  tests  or  the  noimal 
tests  for  soundness.  The  writer  has  recently  compiled  some  data  in  re- 
gard to  this  point,  covering  over  a  thousand  tests  on  many  varieties  of 
cement,  with  the  following  results: 

"Of  all  samples  failing  to  pass  the  boiling  test,  34%  of  them  developed 
checking  or  curvature  in  the  normal  pats  ^  or  a  loss  of  strength  in  less  than 
twenty-eight  days.     Of  those  samples  that  failed  in  the  boiling  test  but  re- 


One  Week  Old. 


Two  Weeks  Old. 


Three  Weeks  Old.  Five  Weeks  Old. 

Fig.  30.— Specimens  showing  the  Effect  of  the  Age  of  the  Cement  upon  its  Soundness. 
(5«  p.  107.) 


mained  sound  at  twenty-eight  days,  3%  of  the  normal  pats  showed  checking 
or  abnormal  curvature  in  two  months,  7%  in  three  months,  10%  in  four 
months,  26%  in  six  months,  and  48%  in  one  year;  and  of  these  same  sam- 
ples, 37%  showed  a  falling  off  in  tensile  strength  in  two  months,  39%  in 
three  months,  52%  in  four  months,  63%  in  six  months,  and  71%  in  one 
year.  Or,  taking  all  these  together,  of  all  the  samples  that  failed  in  the 
boiling  test,  86%  of  them  gave  evidence  in  less  than  a  year's  time  of  pos- 
sessing some  injurioi's  quality. 

"  On  the  other  hand,  of  those  cements  passing  the  boiling  test,  but  one- 
half  of  1%  gave  signs  of  failure  in  the  normal  pat  tests,  and  but  13% 
showed  a  failing  off  in  strength  in  a  year's  time. 
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"This  certainly  makes  a  very  strong  showing  in  favor  of  the  boiling  test, 
at  least  considered  from  a  laboratory  standpoint. 

"In  order  to  show  the  great  value  sometimes  obtained  from  the  results 
of  the  boihng  test,  se\'eral  examples  are  given  in  the  table  on  page  ito  of 
tests  of  cements  occurring  in  the  regular  routine  work  of  the  laboratory." 

The  air  and  water  pats  of  sample  2  of  this  table  are  shown  in  Fig.  31 
at  the  age  of  four  months.     These  pats  were  sound  at  twenty-eight  days. 

In  conclusion  Mr.  Taylor  lays  special  emphasis  upon  the  fact  that  many 
cements  which  do  not  pass  the  boiling  test  will  give  excellent  results  in 


FlO.  31.— Examples  of  Unsound  Pals  at  4  months  which  were  sound  al  j8  days. 
(S«  p.  109.) 

practice.  He  gives  as  the  probable  reason  for  this  that  the  test  for  sound- 
ness is  generally  made  immediately  upon  the  receipt  of  a  shipment,  while 
the  cement  used  in  construction  has  opportunity  to  season,  and  upon  the 
fact  "that  the  disintegrating  action  of  a  cement  is  always  far  greater  when 
mixed  neat  than  when  mixed  with  an  aggregate,  and  the  greater  the  amount 
of  the  aggregate  the  less  the  tendency  to  unsoundness."  It  is  often  good 
policy  before  rejecting  a  cement  which  fails  to  pass  the  hot  test  to  hold  it 
for  a  week  or  two  so  that  it  may  further  season  and  then  retest  it. 

Hvtbods  of  Vlakiag  Accelerated  Tests.    The  methods  of  conducting 
accelerated  tests  are  numerous,  the  object  of  all  of  them  being  to  hasten 
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the  hardening:  of  the  cement  so  a?  to  produce  in  a  few  hours  results  which 
under  ordinan*  conditions  require  weeks  or  months.  Boiling  the  speci- 
mens, instead  of  steaming  them  as  recommended  by  the  Committee  of  the 
American  Societ}-  of  Civil  Engineers,  while  more  common,  is  more  severe. 
Other  methods  are  employed  in  Europe. 

The  Steam  Test,  recommended  by  the  Committee  of  the  American  So- 
ciety of  Civil  Engineers,  requires,  as  already  described  (p.  72),  that  the 
pat  after  twenty- four  hours  in  moist  air  shall  be  X)laced  in  an  atmosphere 
of  steam  above  boihng  water. 

The  Boiling  Test  was  originated  by  Prof.  Tetmajer  in  Germany.  After 
twenty-four  hours  in  moist  air,  or  until  it  is  thoroughly  set,  the  specimen 
is  placed  in  cold  water,  which  is  raised  to  and  then  maintained  at  the 
boiling  ]>oint  for  several  hours.  Three  or  four  hours  is  the  time  .specified 
by  Mr.  W.  Purves  Taylor,  and  often  used  in  the  United  States,  although 
some  cement  factories  boil  for  twenty-four  hours.  Dr.  Michaelis  ad- 
vocates six  hours'  boiling,  and  this  period  is  specified  by  the  French 
Commission. 

Combined  Boiling  and  Tensile  Test.  A  regular  test  at  many  Portland 
cement  factories  consists  in  testing  the  tensile  strength  of  briquettes  which 
have  been  subjected  to  the  hot  test.  A  briquette  of  neat  cement  after 
twenty-four  hours  under  a  damp  cloth  is  placed  in  an  atmosphere  of 
steam  over  boiling  water  for  an  hour  or  two,  and  then  immersed  in  water 
a*^  about  the  boiling  ])oint  and  boiled  for  about  twenty-four  hours,  when 
u  must  show  a  certain  tensile  strength. 

The  Hot  Water  Test,  as  adopted  by  Mr.  Henrv'  Faija  in  England,  and 
advocated  there  by  Mr.  David  B.  Butler,  consists  in  subjecting  a  newly 
mixed  pat  to  a  moist  heat  of  100°  to  105°  Fahr.  (38°  to  40^  Cent.)  for  six 
or  seven  hours,  or  until  thoroughly  set,  and  then  placing  it  in  warm  water 
at  a  temperature  of  115°  to  120°  Fahr.  (46°  to  49°  Cent.)  for  the  re- 
mainder of  the  twenty-four  hours.  ^Ir.  Deval  in  France  employed  a 
temperature  of  176°  Fahr.  (80°  Cent.)  for  a  period  of  six  days. 

Other  Accelerated  Tests  which  have  been  employed  in  Europe  are  oven 
tests,  where  the  specimen  is  heated  in  an  oven;  glow  tests,  where  a  ball  is 
heated  over  a  gas  flame,  and  Prussing  disc  tests,  where  discs  are  formed 
under  hea\y  pressure  and  then  exposed  to  hot  water. 

Measurement  of  Expansion.  Appliances  have  been  devised  for  testing 
the  soundness  of  cement  by  measuring  the  amount  of  expansion  or  def- 
ormation which  it  undergoes  in  different  periods  of  time.  The  principal 
of  these  are  the  long  bar  apparatus,  devised  by  ^Messrs.  Durand-Claye  and 
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Debray,  which  was  recommended  by  the  French  Commission,  Bauschin- 
ger^s  caliper  apparatus,  and  Le  Chatelier's  tongs.* 

The  Chimney  Expansion  Test,  in  which  a  small  quantity  of  neat  cement 
is  solidly  pressed  into  a  straight  lamp  chimney  with  the  idea  that  an  un- 
sound cement  will  break  the  glass,  is  worthless,  as  all  first-class  cement^ 
expand  to  a  greater  or  less  degree. 

Autoclave  Test.  Mr.  H.  J.  Forcef  has  brought  out  in  the  United 
States  an  accelerated  test  of  cement  formerly  used  to  a  slight  extent 
in  Europe.!  Three  neat  briquets  and  ah  "expansion  bar''  i  inch  square 
and  6  inches  long  are  made  up,  stored  in  moist  closet  for  24  hours,  and 
after  the  measurement  of  the  bar  placed  in  the  autoclave  apparatus, 
where  the  pressure  is  raised  to  295  pounds  in  not  more  than  one  hour 
and  maintained  at  this  pressure  for  one  hour  longer,  then  gradually 
reduced.  The  specimens  are  taken  out,  placed  in  the  moist  closet  for 
one  hour,  and  then  measured  or  broken  in  the  tensile  machine.  The 
prisms  must  not  show  greater  expansion  than  0.5  per  cent,  and  the 
briquets  must  break  at  500  pounds  or  more  and  must  show  at  least  25 
per  cent,  increase  in  strength  over  the  ordinary  24  hour  test  in  order 
to  pass  the  test. 

To  determine  the  real  value  of  the  autoclave  test  in  comparison  with 
the  standard  tests  for  unsoundness,  the  Bureau  of  Standards  has  in 
progress  a  comprehensive  series  of  compression  tests  of  concrete.  § 
The  results  indicate  that  the  autoclave  test  provides  no  definite  indi- 
cation of  the  action  of  the  cement  when  made  into  concrete.  H 

COLOR  OF  CEMENT 

The  color  of  a  cement  bears  but  slight  relation  to  its  quality,  but  a  vari- 
ation of  color  in  the  same  brand  is  sometimes  an  indication  of  inferiority. 
Natural  cements  made  in  different  localities  may  often  be  distinguished 
from  each  other  and  from  Portland  cements  by  their  color. 

Portland  Oement.  The  chemical  composition  of  Portland  cements 
made  by  difi'erent  processes  is  so  uniform  that  the  color  of  different  brands 
varies  less  than  that  of  Natural  cements. 

The  color  of  Portland  cement  is  described  as  a  cold  blue  gray.  In 
England  the  term  **foxy"  is  applied  to  a  Portland  cement  of  a  brownish 

*Desciibed  in  Spalding's  Hydraulic  Cement,  1903,  p.  166. 

t  See  papers  on  results  obtained  on  the  autoclave  test  for  cement,  American  Society  for  Testing  Mate- 
rials, Vol.  XIII,  1913,  p.  746. 

X  Dr.  Erdmcnger  in  Journal  Society  of  Chemical  Industries,  Vol.  XII,  p.  927. 

§  See  discussion  by  R.  J.  Wig,  American  Society  for  Testing  Materials,  Vol.  XIV,  1914,  p.  253. 
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color.  According  to  Mr.  David  B.  Butler*  this  denotes  "insufficient  cal- 
cination or  the  use  of  unsuitable  clay  or  possibly  excess  of  clay."  He 
further  states  that  if  a  Portland  cement  contains  a  large  quantity  of  under- 
burned  particles,  on  account  of  their  lower  specific  gravity  they  tend  to 
rise  to  the  surface  on  troweling,  thus  forming  a  yellowish  brown  film  which 
is  noticeable  in  the  section  of  the  briquette  after  fracture. 

The  dark  color  of  the  coarser  particles  of  a  Portland  cement  left  as  residue 
on  a  screen  is  due  simply  to  the  fact  that  cement  clinker  is  black,  and  pieces 
which  are  not  finely  ground  retain  the  color  of  the  clinker. 

Natural  Cement.  The  color  of  Natural  cement  varies  with  the  character 
of  the  rock  and  consequently  with  the  locality  in  which  it  is  produced.  It 
ranges  from  the  light  ^cru  of  the  Utica  (111.)  cement  to  the  dark  grayish 
brown  of  the  Rosendale  (N.  Y.).  Samples  received  by  the  authors  from 
various  manufactories  show  the  James  River  cement  to  be  a  light  yellowish 
brown,  the  Akron  (N.  Y.)  cement,  dcru,  the  Milwaukee  (Wis.)  cement,  drab, 
and  the  Louisville  (Ky.)  cement,  a  brownish  gray.  Certain  other  brands 
are  similar  in  color  to  Portland. 

Puzzolan  Oement.  Puzzolan  cement  made  from  slag  is  of  a  light  lilac 
shade,  much  lighter  than  Portland.  After  being  kept  under  water  it 
assumes,  when  freshly  fractured,  a  bluish  green  tint.  This  green  tint, 
which  according  to  Candlotf  is  due  to  sulphide  of  calcium  present  in  the 
cement,  is  especially  noticeable  in  a  sample  kept  in  sea  water,  and  fades 
on  exposure  to  dry  air. 

WEIOHT  OF  OEMENT 

Weight  is  no  indication  of  quality.  Formerly,  nearly  all  specifications 
required  that  a  cement  should  reach  a  certain  standard  of  weight  per 
struck  bushel  or  per  cubic  foot,  on  the  principle  that,  other  things  being 
equal,  a  thoroughly  burned  cement  is  heavier  than  one  which  is  under- 
burned.  It  soon  developed,  however,  that  the  degree  of  fineness 
aflFected  the  weight  much  more  than  a^ny  difference  in  calcination,  and 
the  test  for  specific  gravity  was  substituted. 

Method  ol  Weighing  Oement.  The  apparatus  finally  recommended 
by  the  French  Commission,  after  a  series  oi  tests  by  Mr.  P.  Alexandre,} 
was  a  circular  funnel  with  screen,  as  shown  in  Fig.  32.  The  cement 
placed  upon  the  screen  is  stirred  with  a  wooden  spatula  4  cm.  (if  in.) 
wide,  and  25  cm.  (10  in.)  long,  and  falls  through  the  screen  into  the 
cylindrical  measure  of  one  liter  capacity  (61  cu.  in.). 

•  Butler's  Portland  Cement,  1899,  p.  255. 

t  Candlot's  Ciments  et  Chauz  Hydrauliques,  1898,  p.  159. 

I  Commissioners  dea  Mithodes  d'Essai  des  Mat^riaux  de  Construction,  1895,  Vol.  IV,  p.  az. 
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MI0RO80OPI0AL 
NATION  OF  PORTLAND 
OEMENT  OUNKER 

The  structure  of  Port- 
land Cement  clinker  can 
be  clearly  discerned  wiili 
the  aid  of  the  microsco|x? 
and  polarized  light  by 
preparing  thin  sections  of 
it  in  the  same  way  as  those 
of  rocks  made  by  i^ctrog- 
raphers. 

_«_ Le    Chatelier,  a   French 

FIG.  31.  F-^^\J^«^.;^3y^«^^"8  ^^"^*'^*'  engineer,  and  Tomebohn, 
a  Swedish  petrographer,  some  years  ago  identified  two  essential 
mineral  entities,  and  inree  others  oi  less  importance,  as  constituents 
of  Portland  cement  clinker.  Tornebohn  denominated  the  two  essen- 
tial constituents  alite  and  celite. 
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CHAPTER  Vn 

TESTS  OF  AGGREGATES 

It  is  as  necessary  to  test  the  aggregate  for  mortar  or  concrete  as  it  is 
to  test  the  cement 

This  is  particularly  true  of  natural  bank  sand,  since  it  is  frequent- 
ly impossible  even  for  the  most  expert  engineer  to  determine  by  exami- 
nation whether  or  not  a  sand  is  fit  to  use  for  mortar  and  concrete. 
The  experience  of  one  of  the  authors  during  the  last  few  years  in  the 
mvestigation  of  failures  of  concrete  structures  shows  that  the  quality 
of  the  sand  is  more  frequently  to  blame  than  the  cement. 

Formerly  sharpness  of  sand  was  considered  its  most  important  quality, 
but  as  discussed  on  page  167,  it  is  now  recognized  that  this  has  but 
Jttle  effect  upon  its  use  in  mortar  or  concrete.  The  origin  of  the  require- 
ment for  sharpness  was  probably  the  appearance  of  sand  in  a  pile.  When 
a  sand  contains  a  large  percentage  of  vegetable  loam,  which  is  one  of 
the  worst  impurities,  the  pile  when  dried  in  the  sun  has  a  dirty  or  "dead" 
appearance,  while  a  clean  sand  is  bright  and  by  its  glistening  appearance 
gives  the  effect  of  sharpness  even  although  the  grains  are  rounded. 

In  this  chapter  are  presented  the  important  tests  necessary  for  the 
acceptance  of  a  given  aggregate  or  for  the  comparison  of  different 
aggregates,  also  characteristics  of  aggregates  under  special  conditions. 
These  include  tests  of  strength  of  mortar  made  from  the  sand  in  question 
(p.  116);  mechanical  analysis  or  gradation  of  grains  (p.  117);  test  for 
organic  impurities  (p.  118);  chemical  tests  (p.  118);  color  tests  (p.  119); 
hardness  andstrengthof  particles  (p.  119).  Voids  and  characteristics  of 
aggregates  are  treated  in  the  following  chapter.  The  effect  of  different 
characteristics  and  conditions  on  the  strength  of  mortar,  including  the 
treatment  of  density  and  of  granulometric  composition,  is  treated  in 
Chapter  EX,  on  Strength  and  Composition  of  Cement  Mortars. 

SAMPLING  AND  SHIPPING  SAND 

To  obtain  a  representative  sample,  cut  into  the  natural  bank  or  into 
the  pile  so  as  to  use  no  sand  which  has  fallen  down  from  the  surface. 
Make  with  the  shovel  a  vertical  face.    Scrape  vertically  with  the  point 
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of  the  shovel  along  this  vertical  face  so  as  to  form  at  the  bottom  a 
mixed  pile  of  sand.  Repeat  in  another  place,  if  this  one  sample  does 
not  represent  a  fair  average,  and  mix  with  the  first  sample.  Send  20 
pounds  of  sand  to  the  laboratory  packed  so  as  to  prevent  drying  out. 

TEST  OF  STRENGTH  OF  MORTAR 

The  most  positive  method  of  determining  the  quality  of  a  given  sand 
or  comparing  the  relative  qualities  o^two  or  more  different  sands  is  to 
make  up  specimens  with  cement  and  find  the  actual  strength  in  tension 
or  compression.    Frequently  this  is  the  only  test  needed. 

To  eliminate  the  variation  due  to  the  quality  of  the  cement  and 
difference  in  manipulation  of  the  specimen,  the  strength  of  the  mortar 
from  the  sand  in  question  always  should  be  determined  in  comparison 
with  that  of  mortar  made  with  Standard  sand  from  Ottawa,  111. 

The  method  of  making  up  specimens  should  conform  to  standard 
requirements  for  testing  cement,  as  given  on  pages  76  to  78.  To  avoid 
removal  of  any  coating  on  the  grains  which  may  affect  the  strength, 
sand  should  not  be  dried  before  making  into  mortar,  but  should  contain 
natural  moisture,  the  weight  of  which  may  be  corrected  by  deter- 
mination of  percentage  of  moisture  in  a  separate  sample.  The  con- 
sistency of  the  mortar  of  Standard  sand  should  be  determined  by  the 
standard  method  described  on  page  89.  The  percentage  of  water  to 
use  with  the  sand  in  question  should  be  such  as  to  produce  the  same 
consistency  as  the  Standard  sand  mortar.  The  specimens  may  be  tensile 
briquets  of  standard  shapes  or,  for  compression,  2-inch  cubes  or  2  by 
4  inch  cylinders.     Compression  tests  are  much  to  be  preferred. 

Sand  Specifications.  The  requirement  for  the  acceptance  of  fine 
aggregate  is  as  follows: 

Fine  aggregate  shall  consist  of  sand,  crushed  stone  or  gravel  screen- 
ings, graded  from  fine  to  coarse  and  passing  when  dry  a  screen  hav- 
ing ^-inch  diameter  holes.  It  preferably  should  be  a  silicious 
material  and  not  more  than  30  per  cent,  by  weight  should  pass  a  sieve 
having  50  meshes  per  lineal  inch.  It  shall  be  clean  and  free  from 
soft  particles,  limips  of  clay,  vegetable  loam,  and  all  other  organic 
matter.    Fine  aggregate  shall  always  be  tested. 

Fine  aggregates  shaU  be  of  such  quality  that  mortar  composed  of 
one  part  Portland  cement  and  three  parts  fine  aggregate  by  weight 
when  made  into  briquets,  or  into  prisms  or  cylinders,  will  show 
a  tensile  or  compressive  strength  at  an  age  not  less  than  seven 
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days  at  least  equal  to  tht*  strenprth  of  i  :  ;  mortar  of  the  <;ain('  con- 
sistency made  with  tht'  same  cement  and  standard  Ottawa  fvinii.  It 
the  a^fprregatc  be  of  poorer  quality,  the  proportion  of  cement  shall  he 
increased  in  the  mortar  to  securt^  the  desired  strength. 

If  the  strength  developed  by  the  airsrefrate  in  the  i  : },  mortar  is 
less  than  70  per  cent,  of  the  strength  of  the  Ottawa  sand  mortar,  the 
material  shall  be  rejected.  To  avoiii  the  removal  of  any  coatine 
on  the  grain.^,  which  may  ati'ec:  the  strength,  bank  sand>  shall  not  hv 
dried  before  bein^r  made  into  mortar,  but  shall  contain  natural 
moisture.  The  percentage  of  moisture  may  be  determined  upon  a 
separate  sample  for  correcting  weight.  From  10  to  40  per  cent,  more 
water  may  be  required  in  mixing  bank  or  artiiicial  sands  than  tor 
Standard  Ottawa  sand  to  produce  the  same  consistency. 

No  requirement  is  made  as  to  the  age  of  speximens  at  time  of  test. 
Periods  most  convenient  in  practice  are  ^^^  days,  7  days,  and  28  days. 
A  sand  passing  the  strength  requirement  at  the  age  of  3  days  may  he 
accepted  without  serious  question,  since  the  ratio  of  strength  to  standard 
sand  is  apt  to  increase  with  age.  On  the  other  hand,  if  the  strength 
is  low  at  3  days,  the  sand  may  be  held  for  the  later  tests. 


AL  ANALYSIS 

If  a  fine  aggregate  is  free  from  organic  or  other  impurities  and  is  of 
ordinaT>^  silica  composition,  the  strength  of  the  mortar  is  governed  by 
the  size  and  relative  sizes  of  its  grains.  A  coarse  sand  gives  a  stronger 
mortar  than  a  fine  one,  and  generally  a  gradation  of  grains  from  tine  to 
coarse  is  advantageous.  The  effect  of  the  coarseness  of  sand  upon 
strength  of  mortar  is  illustrated  by  Feret's  tests  on  page  150,  and 
tests  by  the  New  York  Bureau  of  Water  Supply, page  162.  Mechanical 
analysis  alone  will  not  determine  the  quality  of  a  sand  because  impurities 
may  affect  the  strengtli  while  not  appreciably  afiecting  the  analysis. 
The  relation  of  mechanical  analysis  to  granulometric  composition  is 
discussed  on  page  164. 

The  mechanical  analysis  of  the  coarse  aggregate  also  has  an  important 
effect  upon  the  strength  of  the  concrete.  Mechanical  analysis  methods 
are  treated  more  fully  in  the  chapter  on  Proportioning,  pages  175  to  2oj^. 

Sffives  for  Testing  Sand.  For  the  mechanical  analysis  of  sand  the 
following  sieves  are  recommended.* 

*  Selected  fnnn  lievcs  in  list  accepted  by  Conferenoe  caiiet]  by  U.  S.  Bureau  nf  StAn<iard<^ 
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0.250  inch  diameter  holes.* 

No.     7  mesh  holes  cm  inch  width  0.032  inch  wire. 
No.  20  mesh  holes  0.0335  inch  width  0.0165  ^ch  wire. 
No.  50  mesh  holes  0.0120  inch  width  0.0080  inch  wire. 
No.  90  mesh  holes  0.0059  ^^ch  width  0.0052  inch  wire. 
If  a  larger  nmnber  of  sieves  are  desired  No.  12  and  No.  30  may  be 
added  (seep.  187). 

TEST  FOB  ORGANIC  IMPURITIES 

To  determine  ^he  percentage  of  organic  impurities  in  a  sand,  the  silt 
can  be  removed  from  the  sand  by  placing  it  in  a  large  bottle  and  wash- 
ing it  with  several  waters.  The  wash  water  is  evaporated,  and  the 
residue  is  screened  through  a  No.  100  mesh  sieve  to  remove  coarse 
particles  which  do  not  aSect  the  strength.  The  silt  passing  this  sieve 
is  weighed  to  obtain  the  percentage  in  the  original  sand,  and  then 
ignited  in  a  platinum  crucible  to  determinis,  after  driving  off  the  water, 
the  percentage  of  combustible  organic  matter. 

Although  data  on  the  subject  is  incomplete,  tests  by  Mr.  Thompson 
tend  to  indicate  that  if  the  silt  in  a  sand  has  more  than  10  per  cent, 
organic  matter,  and  at  the  same  time  if  the  organic  matter  amounts 
to  over  0.1  percent,  of  the  total  sand,  the  use  of  the  sand  may  be  danger- 
ous.f  However,  this  is  by  no  means  a  conclusive  test,  since  the  nature 
of  the  impurities  governs  their  effect  upon  the  mortar  or  concrete.  The 
usual  source  of  impurities  is  vegetable  loam  mixed  with  the  sand  by 
improper  handling  or  leaching  down  into  i^  through  the  original  groimd. 
Mr.  Thompson  has  found  that  this  sometimes  affects  the  sand  to  a 
depth  of  lb  feet  or  more  below  the  surface.  Vegetable  matter  adhering 
to  the  grains  of  sand  can  sometimes  be  seen  by  examination  under  a 
glass.  The  so-called  "dead"  appearance  of  sand  is  usually  due  to  vege- 
table impurities. 

Loam  adhering  to  coarse  gravel  is  apt  to  produce  less  serious  effects. 
Its  effect  on  mortar  is  discussed  on  page  168. 

CHEMICAL  TESTS 

Complete  chemical  tests  of  sand  are  rarely  necessary  as  the  chemical 
composition  does  not  usually  affect  the  strength  of  the  mortar  or  con- 
crete.   However  it  is  often  necessary  to  distinguish  a  calcareous  or 

*  A  No.  4  sieve,  having  4  meshes  per  linear  inch,  panes  approximately  the  same  aise  <t*t)'Uiff  iS  a  aiT/e 
with  0.35  diameter  holes. 

t  See  page  z68.  v 
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limestone  sand.  Limestone  composition  is  determined  by  tests  with 
dilute  hydrodiloric  acid.  If  the  material  effervesces  to  a  marked  degree, 
it  is  either  limestone  or  magnesium  composition  and  the  percentage  may 
be  obtained  by  quantitative  analysis.  The  effect  of  limestone  com- 
position upon  the  strength  of  mortar  is  shown  on  page  166. 

COLOR  TESTS 

The  depth  of  color  produced  by  digesting  sand  with  a  3  per  cent,  solu- 
tion of  sodium  hydroxide  has  been  found*  to  bear  a  relation  to  the 
compressive  strength  of  mortar  made  with  the  sand.  Eliminating  other 
variables,  tests  showed  that  sands  giving  high  strengths  in  mortar  gave 
a  light  colored  solution  when  mixed  with  the  hydroxide.  Although  not 
a  test  that  can  be  used  alone  to  indicate  quality,  it  is  likely  to  develop 
into  an  inexpensive  test  that  can  be  employed  to  eliminate  poor  sands 
which  are  contaminated  with  vegetable  impurities. 

HABDKESS  Ain>  STBEKGTH  OF  PA&TIGLES 

The  effect  of  aggregates  of  different  hardness  is  shown  in  the  table  of 
concrete  with  different  coarse  aggregates  on  page  316.  In  general,  it 
has  been  found  that  the  harder  the  stone  from  which  the  concrete  is 
made,  the  stronger  is  the  concrete.  The  hardness  of  the  grains  of  fine 
stggregate  has  less  effect  upon  the  strength.  In  natural  sand  the  strength 
of  the  particles  seldom  needs  to  be  considered  because  if  the  grains  are 
strong  enough  to  have  withstood  the  pulverizing  effect  of  the  elements, 
without  becoming  too  fine  for  use,  they  are  satisfactory  for  concrete. 
Furthermore,  if  the  sand  is  tested  for  strength  of  mortar  (see  p.  116) 
any  defect  in  strength  will  be  apparent. 

Specific  Qnmtj  of  Sand  by  Jackson  Apparatus.  Sand  may  be  tested 
for  specific  gravity  most  accurately  by  a  specific  gravity  apparatus. 
The  Jackson  flask  when  properly  calibrated  is  a  most  convenient  appa- 
ratus. (See  p.  85).  Further  data  on  specific  gravity  of  aggregates  and 
methods  of  determining  are  treated  in  the  following  chapter. 

*  1916  Report  of  Conunittee  C-9  of  the  American  Sodety  for  Testing  Materka. 
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CHAPTER  VIII 

VOIDS  AND  OTHER  CHARACTERISTICS  OF 
CONCRETE  AGGREGATES 

In  this  chapter  are  given  tables  of  the  specific  gravities  and  voids  of 
different  materials,  and  the  method  of  determining  them,  also  laws  relating 
to  the  voids  in  concrete  aggregates,  and  the  effect  of  compacting  such 
materials. 

LAWS  OF  VOLUMES  AND  VOIDS 

The  most  important  of  the  general  laws  relating  to  volumes  of  different 
materials,  and  to  their  voids,  may  be  stated  as  follows: 

(1)  A  mass  of  equal  spheres,  if  symmetrically  piled  in  the  theoreti- 
cally most  compact  manner,  would  have  26%  voids  whatever  the  size 
of  the  spheres,  but  by  experiment  it  is  found  that  it  is  practically  im- 
possible to  get  below  44%  voids.     (See  p.  129.) 

(2)  If  a  dry  material  havinir  grains  of  uniform  shape  be  separated  by 
screens  into  grains  of  uniform  dimensions,  the  separated  sizes  (except 
when  finer  than  will  pass  a  No.  74  screen)  will  contain  approximately 
equal  percentages  of  voids;  in  other  words,  a  dry  substance  consisting  of 
large  particles,  aU  of  similar  size  and  shape,  will  contain  practically  the 
same  percentage  of  voids  as  a  substance  having  grains  of  the  same  shape 
but  of  uniformly  smaller  size.     (See  p.  131.) 

(3)  In  any  material  the  largest  percentage  of  voids  occur  with  grains 
of  uniform  size,  and  the  smallest  percentage  of  voids  with  a  mixture  of 
sizes  so  graded  that  the  voids  of  each  size  are  filled  with  the  largest  par- 
ticles that  will  enter  them.     (See  p.  132.) 

(4)  An  aggregate  consisting  of  a  mixture  of  coarse  stones  and  sand  has 
in^eater  density — that  is,  contains  a  smaller  percentage  of  voids — than 
the  sand  alone.     (See  p.  133.) 

(5)  By  Fuller  and  Thompson's  experimjonts,  perfect  gradation  of  sizes 
of  the  aggregate  appears  to  occur  when  ttiO  percentages  of  the  mixed  ag- 
gregate passing  different  sizes  of  sieves  are  defined  by  a  curve  which 
approaches  a  combination  of  an  ellipse  and  straight  line.      (See  p.  192.) 

(6)  Materials  with  round  grains,  such  as  gravel,  contain  fewer  voids 
than  materials  with  angular  grains,  such  as  broken  stone,  even  though 
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the  pftrti9les  in  both  may  have  passed  through  and  been  caught  by  the 
same  screens.     (See  p.  135.) 

(7)  The  mixture  of  a  small  amount  of  water  with  dry  sand  increases 
its  bulk.  In  the  case  of  most  bank  sands  the  maximum  volume — 
and  hence  the  smallest  amount  of  solid  matter  per  unit  of  volume, 
that  is,  the  largest  percentage  of  absolute  voids — being  reached  with 
from  5%  to  8%  of  water.     (See  p.  137.) 

CLASSIFICATION  OF  BROKEN  STONE.* 

Rocks  which  are  commonly  employed  for  concrete  or  for  road  making 
are  commercially  classified  as  (a)  traps,  (b)  granites,  (c)  limestones,  (J) 
conglomerates,  and  (e)  sandstones. 
The  trade  term  "trap"  includes  dark  green  to  black,  heavy,  close  tex- 
tured, tough  rocks  of  igneous  origin,  thus  covering  a  variety  of  rock  whose 
mineralogical  names  are  diabase,  norite,  gabbro,  etc.  As  shown  in  the 
table  below,  the  traps  usually  range  in  specific  gravity  from   2.80  to 

3-05- 

Granites,  commercially  so  called,  include  the  lighter  colored,  less  dense 

rock,  such  as  not  only  true  granite,  but  syenite,  diorite,  gneiss,  mica  schist, 

and  several  other  groups.     Tluir  specific  gravities  range  from  about  2.65 

to  2.85,  averaging  close  to  2.70.     Although,  as  road  metal,  the  traps  are 

usually  far  superior  to  granites,  for  concrete  there  appears  to  be  no  great 

difference  in  the  value  of  the  two  classes.     The  distinction,  however,  is 

worth  keeping  because  a  concrete  stone  is  often  purchased  from  road 

metal  quarries. 

Limestones  of  normal  type  range  in  specific  gravity  from  2.47  to  2.76, 
averaging  about  2.60,  although  the  very  soft  stones,  which  are  not  suitable 
for  high  class  concrete,  may  fall  below  2.0. 

Conglomerate,  or  pudding  stone  as  it  is  often  termed,  is  essentially  a 
very  coarse  grained  sandstone,  ranging  in  specific  gravity  from  2.50  to 
2.80.     It  makes  a  good  concrete  aggregate. 

Sandstones  of  compact  texture,  such  as  the  Potsdam  and  Medina  sand- 
stones, and  the  Hudson  River  bluestone,  may  run  as  high  in  specific 
gravity  as  2.75,  while  the  looser  textured,  more  porous  sandstones  may 
fall  as  low  as  2.10,  a  fair  average  being  about  2.40. 

Shale  and  slate  make  poor  concrete  aggregates,  because  their  crushing 
and  shearing  strength  is  low. 

♦The  authors  are  indebted  to  Mr.  Edwin  C.  Eckel  for  the  material  under  this  heading,  which 
has  been  especially  prepared  by  him  for  this  Treatise. 
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Specific  Gravity  of  Stone  from  Different  Localities, 
Compiled  by  Edwin  C.  Eckel. 


TRAP. 


LocaKty. 

Massachusetts 

Boston   

Minnesota 

Duluth 

Duluth 

Taylors  Falls 

New  Jersey 

Jersey  City  Heights 

Little  Falls 

New  York 

Staten  Island 


Specific 
Gravity. 


2.78 

3.00 
2.80 
3.00 

3-03 
2.99 

2.86 


LIMESTONE. 


Specific 
Gravity. 


Locality. 

Illinois 

Joliet 2.56 

Lemont 2.51 

Quincy 2.57 

Indiana 

Bedford 2.48 

Salem 2.51 

Minnesota 

Frontenac 2.63 

Winona 2.67 

New  York 

Canajoharie 2.68 

Glens  Falls 2.70 

Kingston 2.69 

Prospect 2.72 

Sandy  Hill 2.76 

WiUiamsville 2.71 


France 
Caen 


Soft  Limestone 


1.84 


'Brownstone. 
Medina  sandstone. 
*Potsdam  sandstone. 


GRANITE. 


Specific 
Gravity. 


Locality. 

California 

Penrhyn 2.77 

Rocklin 2.68 

Connecticut 

Greenwich 2.84 

New  London 2.66 

Georgia 

Stone  Mt 2.69 

Maine 

Hallowell 2.66 

Maryland 

Port  Deposit 2.72 

Massachusetts 

Quincy 2.70 

New  Hampshire 

Keene 2.66 

New  York 

Ausable  Forks 2.76 

Rhode  Island 

Westerly 2.67 

Vermont 

Barre 2.65 

Wisconsin 

Amberg 2.71 

Montello 2.64 


sandstone. 


Specific 
Gravity 


Locality. 

Colorado 

Ft.  Collins 2.43 

Trinidad 2.34 

Connecticut 

Portland* 2.64 

Massachusetts 

Longmeadow* 2.48 

Minnesota 

Fond  du  Lac 2.24 

New  Jersey 

Belleville* 2.26 

New  York 

Albion* 2.60 

Medina' 2.41 

Potsdam" 2.60 

Oxford* 2.71 

Maiden* 2.75 

Oswego 2.42 

Ohio 

Berea* 2.14 

Cleveland 2.21 

Massillon 2.1 1 

^Blucstone. 

^Hudson  River  Bluestcme. 

»Bcrea  grit. 
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SPECIFIC  GRAVITT  OF  SAND  AND  STONE 

The  specific  gravity  of  a  substance  is  the  ratio  of  the  weight  of  a  given 
volume  to  the  weight  of  the  same  volume  of  distilled  water  at  a  tem- 
perature of  4°  Cent.  (39^  Fahr.).  For  ordinary  tests  of  stone  and  sand, 
the  water  need  not  be  distilled  and  may  be  at  ordinary  temperature 
without  materially  affecting  the  result. 

A  knowledge  of  the  specific  gravity  of  the  particles  of  the  sand  and 
stone  is  important  to  the  engineer  in  determining  the  percentages  of  voids 
in  concrete  aggregates. 

For  accurate  determinations  of  density  the  specific  gravity  of  a  natural 
sand  must  be  determined.  For  ordinary  purposes,  such  as  the  deter- 
mining of  the  percentage  of  voids,  the  specific  gravity  may  be  assumed 
as  2.65.  This  value  has  been  determined  as  the  usual  specific  gravity 
by  experimenters  in  this  country  and  abroad,  except  for  calcareous 
sands  which  average  about  2.69  by  absolute  determination,  or  about 
2.55  if  measured  by  the  total  voliune  of  the  particles  having  their 
pores  filled  with  air. 

Gravels  also  have  quite  uniform  specific  gravity.  According  to  Mr. 
A.  E.  Schutt^,  who  has  tested  gravel  from  more  than  forty  localities 
in  the  United  States  and  Canada,  an  average  value  is  2.66. 

This  uniformity  in  the  specific  gravity  of  different  sands  and  of  dif- 
ferent gravels  is  very  convenient  for  calculation.  For  stones  there  is 
considerable  variation. 

The  following  table  gives  average  values  of  various  concrete  aggre- 
gates. In  every  case,  the  specific  gravity  is  the  ratio  of  the  weight  of 
an  absolutely  solid  unit  volume  of  each  material  to  the  weight  of  a  unit 
volume  of  water.  Specific  gravities  of  stone  from  various  localities 
are  given  on  page'122. 

Average  Specific  Gravity  of  Various  Aggregates.     (See  p.  123.) 

Material.  Range.  SSSfe  ^rS*?t  of  *r^i^ 

Sand 2.62  to  2.68      2.65  165 

Gravel 2 .  66  165 

Conglomerate 2.6  162 

Granite 2.65  to  2.85      2 . 7  168 

Limestone 2.48  to  2.76      2.6  162 

Trap 2.80  to 3.05      2.9  180 

Slate 2.7  168 

Sandstone 2.10102.75      2.4  150 

Cinders  (bitimiinous) 1.5  95 


124  A  TREATISE  ON  CONCRETE 

METHOD  OF  DETERMININO  SPECIFIC  ORAVITT 

The  specific  gravity  of  a  sample  of  material  is  determined  by  dividing 
its  weight  by  the  weight  of  water  which  it  displaces  when  immersed. 

The  size  of  sample  necessary  for  the  accurate  determination  of  a  sand 
or  stone  of  fairly  uniform  texture  depends  chiefly  upon  the  delicacy  of  the 
apparatus  employed.  If  scales  reading  to  grams,  and  measures  reading 
to  cubic  centimeters,  are  employed,  a  sample  of  250  grams  should  give 
accurate  results  to  two  decimal  places.  With  scales  reading  to  J  ounce, 
a  sample  of  4  lb.  is  necessary  for  similar  accuracy.  The  water  must  be 
maintained  at  68°  Fahr.  (20°  Cent.). 

The  sample  should  be  taken  by  the  method  of  quartering  described  on 

page  344. 

Before  finding  the  specific  gravity  of  siliceous  sand,  the  sample  should 
be  dried  in  an  oven  at  a  temperature  as  high  as  212°  Fahr.  (100°  Cent.) 
until  there  is  no  further  loss  in  weight.  A  porous  stone,  on  the  other  hand, 
may  be  first  moistened  sufl&ciently  to  fill  its  pores,  and  then  the  surfaces 
of  the  particles  dried  by  means  of  blotting  paper.  If  this  method  is 
followed,  the  material  should  be  in  a  similar  condition  when  its  voids 
are  determined  by  the  method  given  on  page  126.  The  absolute 
specific  gravity  of  the  porous  stone  may  be  afterward  found  by  drying  in 
an  oven  and  correcting  for  the  moisture  lost. 

The  apparent  specific  gravity  of  sand  or  stone  may  be  determined 
with  an  apparatus  consisting  of  scales  reading  to  i  ounce  or  to  5  grams, 
and  a  tall  glass  vessel  with  a  reference  mark,  such  as  a  cylinder  or  a 
pharmacist's  graduate.     The  method  is  as  follows: 

Make  a  mark  at  any  convenient  place  on  the  neck  of  the  vessel; 

Fill  the  vessel  with  water  at  a  temperature  of  68°  Fahr.  (20°  Cent.)  up 

to  this  mark; 
Take  a  known  weight  in  grams  or  ounces  of  the  material; 
Pour  material  into  vessel  carefully,  a  few  grains  at  a  time,  so  that  no 

bubbles  of  air  are  carried  in  with  it; 
Pour  out  the  clear  water  displaced  by  the  material  (leaving  water  in  the 

vessel  up  to  the  level  of  the  mark),  and  weigh  the  water  poured  out. 
Let 

5= Weight  of  material  placed  in  vessel. 
pr= Weight  of  water  displaced. 

Then  ^ 

Specific  gravity  of  material  =777  (i) 
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It  is  essential  that  the  weight  of  water  displaced  be  weighed  to  within 
±2%.  If  the  scales  are  not  sufficiently  sensitive,  more  material  must 
be  taken  and  a  larger  vessel  used.  With  balances  sensitive  to  i  gr.  or 
^  oz.  the  displacement  of  more  than  3  ounces  of  water  is  necessary. 

An  alternate  method,  reconmiended  by  Committee  D  4  of  the  Amer- 
ican Society  for  Testing  Materials,  for  determining  the  apparent  specific 
gravity  of  homogeneous  coarse  aggregates*  is  as  follows: 

The  apparent  specific  gravity  shall  be  determined  in  the  following 
manner: 

1.  A  properly  selected  sample  which  will  pass  a  2.54  cm.  (i-in.) 
circular  opening  and  which  will  not  pass  a  1.27-cm.  (5-in.)  circular 
opening,  and  approximately  cubical  or  spherical  in  shape,  shall  be 
dried  to  constant  weight  at  a  temperature  between  100  and  110°  C. 
(212  and  230°  F.). 

2.  The  dried  sample  shall  be  suspended  in  air  by  a  fine  wire  or  thread 
from  a  scale  or  balance  and  weighed  in  air  to  o.oi  g.,  which  weight 
shall  be  recorded  as  weight  A. 

3.  It  shall  then  be  immersed,  for  not  less  than  10  minutes,  in  clear 
water  having  a  temperature  between  15  and  25°  C.  (60  and  77°  F.) 
until  no  air  bubbles  appear  on  the  surface  of  the  sample. 

4.  After  all  air  bubbles  shall  have  been  removed  from  the  surface 
and  after  the  scales  have  been  balanced,  the  sample  shall  be  allowed 
to  remain  immersed  for  i  minute,  and  if  any  change  in  weight  takes 
place,  the  sample  shall  remain  in  water  until  the  balance  remains  con- 
stant within  0.01  g.  for  i  minute.  This  weight  shall  be  recorded  as 
weight  B, 

5.  After  weight  B  has  been  obtained,  the  sample  shall  be  removed 
immediately  from  the  water,  the  surface  water  shall  be  wiped  off  with 
a  towel  or  filter  paper,  and  the  wet  sample  shall  be  promptly  weighed 
in  air.     This  shall  be  recorded  as  weight  C 

6.  The  apparent  specific  gravity  of  the  sample  shall  be  calculated 

by  dividing  the  weight  of  the  dry  specimen  (A)  by  the  difference 

between  the  weights  of  the  saturated  specimen  in  air  (C)  and  in  water 

(B)  as  follows:  . 

Apparent  specific  gravity  =  — — 

C—B 

7.  The  apparent  specific  gravity  of  the  material  shall  be  the  aver- 
age of  three  determinations,  made  on  three  different  samples,  accord- 
ing to  the  method  described  above. 

*  Attention  is  called  to  the  distinction  between  apparent  specific  gravity  and  trae  specific  gravity. 
Apparent  specific  gravity  includes  the  voids  in  the  specimen  and  is  therefore  alwajrs  less  than  or  equal  to 
but  never  greater  than,  the  true  specific  gravity  of  a  material. 
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DETERMINATION  OF  VOIDS 

The  voids  in  sand,  gravel,  and  broken  stone  may  be  obtained  directly 
from  the  tables  on  pages  127  and  128.  Special  determinations  may  be 
made  as  described  below. 

The  percentage  of  voids  in  sand  or  fine  broken  stone  cannot  be  accu- 
rately obtained  by  the  ordinary  method  of  placing  in  a  measure  and  pour- 
ing in  water,  because  it  is  physically  impossible  to  drive  out  all  the  air. 
There  may  sometimes  be  enough  of  this  held  to  amount  to  10%  of  the 
volimie  of  the  sand,  and  thus  cause  a  corresponding  error  in  the  per- 
centage of  voids. 

The  voids  in  coarse  stone  containing  no  particles  under  ^-inch  diame- 
ter may  be  determined  by  placing  in  a  box  or  pail  of  known  volume 
and  pouring  in  water,  but  if  the  specific  gravity  is  known  the  voids 
may  be  determined  directly  from  the  weight.  This  method  can  be 
used  both  for  fine  or  coarse  aggregate. 

The  only  apparatus  required  are  scales  of  fair  accuracy  and  an  exact 
measure  which  contains  not  less  than  ^  cu.  ft.  If  a  cubic  foot  measure 
is  not  available  a  i6-quart  pail  will  answer  the  purpose,  although  com- 
pactness of  the  sand  is  less  easily  adjusted  because  of  the  small  diam- 
eter. Such  a  pail  holds  slightly  over  i  cu.  ft.  and  the  exact  measure  is 
determined  by  weighing  the  pail,  pouring  in  31  lbs.  2  oz.  of  Water,  and 
marking  the  level  of  the  surface.  The  pail  up  to  this  mark  contains  ^  cu. 
ft.  of  any  material. 

The  method  of  determining  the  voids  is  as  follows: 
Weigh  the  measure; 

Fill  the  measure  to  the  required  level  with  the  material  in  the  state  in 
which  the  percentage  of  voids  is  required,  that  is,  loose,  shaken,  or 
packed; 
Take  a  measure  holding  preferably  not  less  than  §  cubic  foot,  weigh  and 
fill  with  the  material  in  the  state  in  which  the  percentage  of  voids 
is  required,  that  is  loose,  shaken,  or  packed.  For  use  in  propor- 
tioning, it  is  the  authors'  practice  to  weigh,  deduct  the  weight  of 
the  measure,  and  figure  the  net  weight  of  a  cubic  foot  of  the  mate- 
rial, W.  If  the  material  consists  of,  or  contains,  sand  or  fine  stone, 
correct  for  moisture  by  taking  an  exact  weight, — about  10  lb., — 
drying  in  an  oven  at  a  temperature  of  at  least  212°  Fahr.  (100*^  Cent.) 
until  there  is  no  further  loss  in  weight,  and  after  calculating  the 
percentage  of  moisture  in  terms  of  the  weight  of  the  original  moisl 
sand  or  stone,  express  the  percentage  as  a  decimal,  p. 
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In  the  following  formula: 

Let  IV  =  weight  of  material  per  cubic  foot; 

p  =  percentage  of  moisture; 

5  =  Specific  gravity  of  material : 
62.3  is  the  weight  of  a  cubic  foot  of  water. 


Per  cent,  of  absolute  voids  =  ( i  — I 

\  b2.7,S    j 


100 


(2") 


The  air  voids  are  determined,  if  desired,  by  deducting  the  volume  of 
moisture  (its  weight  divided  by  the  weight  of  one  cubic  foot  of  water) 

Fn-cefUagcs  of  Voids  Cmrespotidinr  to   Different   Weights  per  Cubic  Foot   of  Sand, 
Gravel,  and  Broken  Stone  Containing  Various  Percentages 

of  Moisture.     {See  p.  129.) 
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1  qo.6 

sO.O 

51.0 

>I.C 

52.6 

52.0 

1-4 
1.4 

106 

r>-^ : 

37-0 

3^-3 

30.6 

40.0 

1.7 

^7 

4^^.3 

40.4 

50.4 

51-5 

1.4   , 

1 

T07 
108 

3S-2  1 
34.6 

3^-4 
3S-0 

37-7 
37-^ 

30 -o 

3«.5 

40.3 
3<^-7 

1-7 
J-7 

88 
8q 
90 

46.7 
40.1 

45 '5 

47-7 
47.1 
46.5 

147-6 

40.0 

40-3 
48.7 

50. Q 
sO.4 

4Q.« 

1.4 
1.4 
1.4    ' 

TOO 

no  1 

1 

33-0 
33-3 

35.3 
34.7 

36.6 
36.0  . 

37. Q 
3/  •.*> 

30.2 

3<^-7 

^•7 
1.8 

OT     . 

44.8 

45.0 

1  47.0 

4S.2 

40.2 

^•5 

115 

3^-3 

31-7 

33-1 ; 

34-5 

35-0 

1.8 

02    . 

44.2 

45-4 

■  4f^-5 

47.(1 

48.7 

1-5 

T20  . 

27-3  ' 

28.7 

30.2 1 

31. 6 

33 -^ 

i.() 

93  ■ 

43-6 

44.S 

45-0 

47.0 

48.1 

1-5 

125 

24.2 

25.8 

27.3 

28 .8 

30-3 

2.0 

04 

43 -o 

44.2 

4  ">•.■> 

46.5 

47.0 

T-5 

1^0 

21.2 

22.8 

24.4 

2«;.o 

27.; 

2.1 

0=; 

42.4 

4;?.0 

(  44-7 

45.0 

47.0 

1-5 

V  ' 

« 

f     » 

06   , 

41.S 

45.0 

;  44.1 

45-3 

40.4 

1-5 

^^5 

18,2 

10.8 

21.4 

23-1 

24.7 

2.2 

07 

41.2 

42.4 

■  43-6 

44.7 

45  •(■> 

1.6 

140 

15.2 

t6.8 

18.5 

20.2 

21.0 

2.2 

*Also  applicafaie  to  brf.ken  stones  such  as  in"aniTe.  confflomfratp.  and  limestone,  whose  si>ecihc  gravity 
ftven^pes  uom  2.6  to  2.7.    Tablo  js  ha.«>eil  on  speriiic  gravity  of  a.d!;. 

iThe  per  cent,  ol  absolute  voids  inven  in  the  columns  inrhiHe  the  srwre  orcur>ie«<  hv  N>th  ihe  air  nnd 
the  moisture.  To  drtennine  the  per  cent  of  air  snace.  multiplv  the  tisjure  in  fhr  i.;st  rohimn  opposite 
tile  weight  of  sand  ander  ooDsideraiion,  hy  the  per  cent,  oi  moisture  by  weight,  and  deduct  result  from  the 
per  cent,  already  found. 
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in  a  unit  volume  of  the  sand  or  stone,  from  the  total  voids.    Expressed 
in  percentages  with  notation  same  as  above, 


Per  cent,  of  air  voids  =  Per  cent,  of  absolute  voids  — 


Wp 
62.3 


100 


(3) 


Example. — Given  a  sand  whose  loose  weight  per  cubic  foot  is  found 
to  be  92  lb.  and  its  moisture  3%  by  weight.  Find  the  percentage  of 
voids  in  the  loose  sand. 

Solution  by  formula, — Since  from  the  example  PT  =  92  and  p  =  0.03, 
and,  from  table  on  page  123,  S  =  2.65. 

.ids  =(i-  9^  -  °°3  (92)\ 
\  62.^  X  2.6«;  / 


Percentage  of  absolute  voids 


100 


62.3  X  2.65 

=  45.9% 
This  percentage  includes  the  space  occupied  by  the  moisture.    The  net 

percentage  of  voids  occupied  by  air  alone  is  the  difference  between  the 

absolute  voids  and  the  percentage  of  moisture  by  volume.    Moisture  is 

2.76  , 

92  X0.03  =  2.76  lb.,  or  - —  =  0.044  cu.  ft.,  corresponding  to  4.4% 

02.3 

voids  by  volume,  hence  air  voids  are  45.9%  —  4.4  %  =  41.5%. 


Percentages  of  Voids  Corresponding  to  Diferent  Weights  per  Cubic  Foot  < 
Broken  Stone  of  Various  Specific  Gravities.     {See  p,  1 29.) 

of  Dry 

Weight 

of 

one  cu.  ft.  of 

PERCENTAGE   OF  ABSOLUTE  VOIDS  COULESPONDINC  TO 

SPECI7IC  GRAVITIES  OF  STONE  OF 

dry  broken 
stone 

2.4* 

2.5                  2.6t               2. 65  J               2.75 

2.8 

2.911 

% 

70 

% 

%      1      % 

% 

% 

70 

53.2 

55.0 

56.8 

57-6      1       58.4 

59.9 

61.3 

75 
80 

49.8 
46.5 

51.8 
48.6 

53.7 
50.6 

54-5 
51.5 

55.4 
52.4 

57.0 
54.1 

58.S 
55.7 

85 

43.2 

45-4 

47-5 

48.5 

49.5 

5 1. 3 

53.0 

90 

39.8 

42.2 

44.5 

45-5 

46.S 

48.4 

50.2 

95 

36.5 

39-0 

41.4 

42.5 

43.5 

45-5 

47.4 

100 

11'-^ 

35.8 

38.3 

39.4 

40.6 

42.7 

44.7 

105 

29.8 

32.6 

35-2 

36.4 

37.6 

39.8 

41.9 

no 

26.4 

29.4 

32.1 

33-4 

34.6 

36.9 

39.1 

"5 

23.1 

26.2 

29.0 

30.4 

31.6 

34.1 

36.4 

120 

19.8 

23.0 

25-9 

27.3 

28.7 

31-2 

33.6 

125 

16.4 

19.8 

22.8 

24.3 

25.7 

28.3 

30.8 

130 

I3-I 

16.6 

19.8 

21.2 

22.7 

25.5 

28.1 

135 

9.7 

nz 

16.7      1       18.2 

19.7 

22.6 

25.3 

140       1 

6.4 

10. 1 

13.6         15.2    ;     16.7 

19.7 

22.5 

Note. — Average  specific  gravity  of  bituminous  coal  cinders  may  be  taken  as  1.5. 
*  Sandstone.  §  Granite  and  slates. 

t  Limestone  add  conglomerates.  Ii  Trap. 

tSand. 
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Solution  by  table  (p.  127.)  —  Opposite  92  lb.  per  cu.  ft.,  interpolating 
between  2%  and  4%  moisture,  is  46.0%  of  absolute  voids.  From  last 
column  3%  by  weight  corresponds  to  3%  x  1.5  =  4.5%  by  volume. 
46.0%  —  4.5%  =  41-5%  air  voids. 

Tables  of  Voids.  From  the  tables  on  pages  127  and  128,  the  voids 
in  sand,  gravel,  and  broken  stone  may  thus  be  determined  simply  by 
weighing  the  material  and  finding  the  percentage  of  moisture  contained  in 
it,  as  above  described.  Since  the  percentage  of  moisture  by  volume  is 
always  greater  than  its  percentage  by  weight,  and  the  two  are  not  pro- 
portional to  each  other,  the  final  column  is  inserted  in  the  first  table 
for  convenience  in  calculating  the  moisture  by  volume. 

VOIDS  AND  DEN8ITT  OF  lOXTURES  OF  DIFFERENT 

SIZED  MATERIALS 

The  term  density  as  applied  to  mortar  is  defined  on  page  148.  Similarly, 
in  a  dry  material,  such  as  a  concrete  aggregate,  it  is  represented  by  the 
total  volume  of  the  solid  particles  entering  into  a  unit  volume  of  the  aggre- 
gate. In  dry  materials  the  density  is  the  complement  of  the  voids,  since  a 
material  which  has,  say,  40%  voids  will  have  a  density  of  0.60;  but  density 
is  a  more  correct  term  to  use  than  voids  because  it  is  applicable  to  con- 
cretes and  mortars  in  which  connection  the  term  voids  is  somewhat 
ambiguous.  The  example  on  page  150  illustrates  the  method  of  de- 
termining the  density  of  a  concrete  or  mortar. 

The  densities  of  dry  aggregates  of  uniform  specific  gravity,  or  of  mixtures 
in  uniform  proportions  of  materials  with  different  specific  gravities,  are  in 
direct  proportion  to  their  weights.  For  example,  the  densities  of  different 
dry  sands  may  be  compared  by  weight;  or  the  densities  of  different  mix- 
tures of  sand  and  broken  trap  in  proportions,  say,  2  parts  sand  to  4  parts 
trap  may  be  compared  by  weight;  but  the  density  of  sand  and  the  density 
of  trap  screenings  cannot  be  compared  by  weights  unless  the  differing 
specific  gravities  are  taken  into  account. 

In  the  following  discussion  of  the  laws  formulated  on  page  120,  both  the 
terms  density  and  voids  are  used  in  relation  to  the  dry  materials. 

Voids  in  Masses  of  Similar  Sized  Particles,  (i)  The  fact  that  the 
percentage  of  voids  in  a  mass  of  equal  spheres  symmetrically  piled  in  the 
theoretically  most  compact  manner  is  independent  of  the  actual  diameter 
is  simply  a  geometrical  proposition,  evident  without  demonstration  by  in- 
spection of  Fig.  33. 

In  actual  experiment  it  has  b(^n  found  that  while  the  percentage  of 
voids  is  uniform  regardless  of  the  size  of  the  spheres,  it  is  impossible  to 
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poiir  spheres  into  a  measure  so  that  they  will  arrange  themselves  sym- 
metrically, and  the  rather  astonishing  result  has  been  reached  by  Mr. 
Fuller  (see  p.  177)  that  44%  is  the  smallest  percentage  of  voids  which  can 
be  obtained  with  equal  perfect  spheres,  no  matter  what  may  be  their 
actual  diameters  or  the  size  of  the  receptacle. 

The  following  simple  demonstration,*  which  is  of  theoretical  interest, 
proves  that  the  percentage  of  voids  in  a  mass  of  equal  spheres  symmetri- 
cally piled  in  the  most  compact  manner  is  26%,  and  that  the  radii  (and 
consequently  the  diameters)  of  the  two  next  smaller  spheres  which  can 


Fig.  33,— Spheres  of  Equal  Size.     (See  p,  129.) 

be  inscribed  between  the  larger  ones  are  respectively  0.41  and  0.22  of 
the  radius  of  the  large  spheres. 

The  circles  in  Fig.  33  represent  a  horizontal  plan  of  two  layers  of  spheres. 

The  centers  A^  A,  Bj  D^  form  a  regular  tetrahedron. 
Let  edge  be  2. 
Altitude  =  difference  between  level  of  centers   A,  B,  C,    and  level  of 

centers  D,  E  is  —  y/6^ 

3 
Let  number  of  spheres  in  a  layer  be  m,  number  of  layers  n. 

*'For  which  the  authors  are  indebted  to  Dr.  Harry  W.  Tyler. 
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Volume  of  one  sphere  is  -— - 


Volume  of  spheres  in  a  layer, 


3 
4m 


Volume  of  all  spheres,  —  (approx.)  —  Kj 

3 
Cross-section  of  including  space  is  2  V^ »» (approx.) 

Volume  of  including  space  is         2  v^^'X —  y/6^  »  (approx.) 

3 
=  4  y/T  fn  n  (approx.)  =  7, 

Ratio  —  =-  -=  =a — =  «  0.74  (approx.)  corresponding  to 

V,       3X4w»VT       3Va 

about  26%  voids. 
Inscribed  Spheres. 

1.  Sphere  inscribed  between  spheres  Aj  A,  B^  and  D,: 
Distance  from  any  vertex  Aj  of  tetrahedron  to  center  is  J  y/Z' 

Radius  of  small  sphere  ==  J  Vo —  i  =  0.22  (approx.)  or  about  —    of 
the  'radius  of  the  large  spheres.  ^^^ 

2.  Sphere  inscribed  between  A,  B^  B,  and  D^  D,  E^: 

Distance  from  A,  to  E.  is  2\/^ 

/—  41 

Radius    of    small    sphere  =  V2  —  i  =■  0.41  (approx.)  or  about  —  of 

100 
the  radius  of  the  large  spheres. 

(2)  The  proposition  that  if  a  dry  material  such  as  sand,  pebbles,  or 
irregular  broken  stone,  having  grains  of  fairly  uniform  shapes,  be  separated 
by  screens  into  grains  of  uniform  dimensions,  the  separated  sizes  will  con- 
tain approximately  equal  percentages  of  voids,  is  not  so  self-evident,  but 
experiment  proves  that  in  portions  of  the  same  material  screened  to 
uniform  sizes  the  percentages  of  voids  will  be  substantially  alike  'until 
very  j&ne  sizes  are  reached,  such  as  will  pass  a  No.  74  sieve;  below  this 
degree  of  fineness  the  particles  are  entangled  by  air.  The  authors  have 
found  by  experiments  given  in  the  following  table,  that  different  lots  of 
broken  stone  from  the  same  quarry,  each  screened  to  uniform  size,  will 
contain  substantially  the  same  percentages  of  voids,  but  that  lots  of  stone 
/rom  different  quarries  screened  to  the  same  size  may  differ  because  of 
the  structure  of  the  rock.  Published  records  usually  show  slight 
variations  in  the  weight  per  cubic  foot  of  different  sized  broken  stone, 
but  it   is   noticeable   that   some   authorities   give   the  heaviest  weight, 
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which  corresponds  to  the  smallest  percentage  of  voids,  for  the  larger 
sizes,  while  others  give  the  reverse.  The  variation  in  results  is  due  un- 
doubtedly to  differences  in  methods  of  compacting  and  to  the  varia- 
tions in  the  sizes  of  the  stones  of  each  lot. 

Experiments  by  Mr.  Feret  in  France,  and  Mr.  Thomas  F.  Richardson 
in  the  United  States,  show  that  the  percentages  of  voids  in  absolutely  dry 
sand  which  has  been  screened  to  uniform  size  are  almost  identical.  Mr. 
Feret,  experimenting  by  shoveling  dry  sand  loosely  into  a  soliter  (1.8  cu. 
ft.)  box, — a  measure  large  enough  to  eliminate  errors  of  placing, — found 
that  fine  (F)  medium  ( Af )  and  coarse  (G)  sands  each  contained  about  50% 


Voids  and  Compression  of  Broken  Trap  and  Gravel.     (See  p.  131.) 


Size  of 
Stone 


Class  of 
Stone 


Crusher 


Size  of 
Partides 


I 


.•2 
o 

> 


.4 


1 


u 


•s 


is 

O    M 


;§ 


r 

£ 

II 
J 


u 

II 

a 

00 


3 


No.  a 

No.  3 
Nos.  a,  3, 4 

No.  a 
No.  3 


HardTrap 

Soft  Ttap 
Gravel 


Rotary 


Jaw 


ai'  to  i" 
i^toi* 
ai*to  dust* 

2'  to  f 

r  to  r 

ai'tor 


545 
545 
450 

Si.a 
51.2 

36.S 


14.3 
145 

1 1.9 
>4-3 

la.st 


46.9 
35-7 

44-6 
431 

274 


19.  a 
ao.5 
-toil 


17^ 
33-9 

"5 


4ai 
30.6 

40.6 
35-9 


tl  28. 


} Variation  is  due  to  trap 
breaking  under  rammer. 


Loose  stone  is  as  thrown  by  a  laborer  into  a  measuring  box  or  barrel. 
Material  rammed  in  6-inch  layers. 

voids,  while  mixing  the  sizes,  which  are  defined  on  page  156,  in  the  best 
proportions  reduced  the  voids  to  34%.  Similar  results  were  obtained 
by  Mr.  Richardson  as  a  result  of  an  extended  series  of  tests  made  in  con- 
nection with  the  construction  of  the  Wachusett  Dam  in  Massachusetts. 
Densest  Mixture  of  Sand  and  Stone.  (3)  The  fact  that  the  densest 
mixture  occurs  with  particles  of  different  sizes  is  so  evident  as  to  require 
no  proof,  and  this  being  recognized,  it  follows  ifiat  the  least  density 
and  hence  the  largest  percentage  of  voids  occurs  when  the  grains  are 
all  of  the  same  size.  The  converse  of  this  proposition,  that  the  smallest 
percentage  of  voids  occurs  in  a  mixture  graded  so  that  the  voids  of 
each  size  are  filled  with  the  largest  particles  which  will  enteir  them,  is 

*  Mixed  in  proportions  444%  No.  a,  333%  No.  3,  and  a2.a%  No.  4  (dust). 

t  Another  gravel  tested,  compressed,  8.5%  on  shaking,  and  xx.a%  on  hard  ramming. 
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illustrated  in  Figs.  34,  35,  and  36,  and  is  important  in  its  application  to 
the  selection  of  materials  for  concrete. 

(4)  The  fact  that  an  aggregate  consisting  of  a  mixture  of  stones  and 
sand  has  greater  density,  that  is,  contains  fewer  voids  than  the  sand  alone, 


Fio.  34.  —  Large  Stones  with  Voids  filled  with  Sand.    {See  p,  133.) 


Fig.  35.  — Laige  Stones  with  Voids  filled  with  small  Stones  and  Sand.    {See  p,  133.) 


is  illustrated  by  comparison  of  Figs.  34  and  36.  The  voids  of  the  large 
stone  in  Fig.  34  are  filled  with  sand,  while  the  voids  in  the  same  large 
stone  in  Fig.  36  are  filled  with  mixed  sand  and  stone,  and  the  mass  of  the 
mixttire  is  evidently  denser,  that  is,  it  contains  more  solid  material.    This 
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law  relates  directly  to  the  difference  between  mortar  and  concrete.  The 
substitution  of  stones  for  small  masses  of  sand  reduces  the  voids  and  con- 
sequently the  quantity  of  cement  required*  Extending  the  principle  to 
the  fixing  of  proportions  of  sand  and  stone,  it  is  evident  that  for  maximum 


Fig.  36*— Laiige  Stones,  with  Voids  filled  with  medium  sized  Stones  sturounded  by 
smaller  Stones  and  Sand  so  as  to  give  Graded  Mixture.    {See  p,  133.) 

economy  and  equal  strength  there  shoidd  be  used  the  largest  possible 
quantity  of  stone  in  proportion  to  the  sand,  the  strength  of  concrete  being 
often  actually  increased  simply  by  substituting  more  stone  for  a  portion 
of  the  sand.  In  the  following  table  this  is  illustrated  by  tests  selected 
from  Mr.  Fuller's  6-inch  beam  experiments,  which  are  given  in  full  on 
page  334. 

Relation  of  Strength  of  Concrete  to  Relative  Proportions  of  Sand 

and  Stone,    {See  p,  134.) 

Modulus  of  RupcuiB 
lb>  per  sq.  in. 

504 

439 

355 
210 

93 

The  total  amount  of  aggregate  in  each  case  is  the  same,  namely,  one  part 
cement  to  6  parts  sand  and  stone,  but  the  strength  varies  with  the  relative 
proportions  of  each,  from  93  lb.  to  504  lb.  ^ 

The  fine  material  must  be  small  enough  to  enter  the  voids  of  the 
coarse,  else  the  stones  are  merely  thrust  apart.  Similarly,  a  mixture 
of  coarse  and  fine  sand  (see  p.  159)  gives  a  denser  mix  than  coarse, 
medium  and  fine.     See  also  Chapter  X. 


Proportions  by  wei^t  of 

cement   to  total 

aggregate. 

Proportions  by  weight 
cement  to  sand  and 
broken  stone. 

.6 
:6 
6 
:6 
(6 

1:1:5 
x:  2:4 

1:4:2 
1:6:0 
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(5)  The  discussion  of  Fuller's  experiments  on  the  relation  of  the  best 
practical  mixture  of  sizes  to  a  parabolic  curve  is  given  in  Chapter  X. 

Effect  of  Shape  of  Grain.  (6)  Aggregate  with  round  grains,  such  as 
gravel,  contains  fewer  voids  than  material  with  angular  grains,  such  as 
broken  stone,  even  if  the  particles  in  both  are  the  same  size,  as  is  proved 
from  experiments  in  America  and  France.  Mr.  Feret*  gives  the  fol- 
lowing results  of  tests  on  the  effect  of  the  shape  of  the  grain  upon  the 
density  of  sand,  using  in  each  case  an  artificial  mixture  of  three  sizes: 

Effect  of  Character  of  Sand  Grains  upon  ihe  Volume  of  the  Sand.     (See  p.  135.) 

By  R.  Feret. 


^T_  *. _     .<  0.       J 

Shape  of  Grains. 

Actual  solid  volume  per 
liter  of  sand 

Percentage  of  voids. 

Nature  ox  Sand. 

Not  shaken, 
Uter. 

Shaken  to 

refusal, 

Uter. 

Not 
shaken. 

Shaken 
to  refusal. 

Quartzite  crushed  in  jaw 
crusher 

Laminated 
Flat 
Angular 
Rounded 

0.525 

0.557 

0.579 
0.651 

0.654 
0.682 
0.726 
0.744 

47.5 

44.3 
42.1 

34.9 

34.6 
31.8 
27.4 
25.6 

Crushed  shells 

Ground  quartzite 

Natural  granitic  sand 

The  voids  in  each  case  are  the  complements  of  the  figures  given. 

The  conclusion  to  be  drawn  is  that  the  density  increases  and  the  voids 
decrease  as  the  sand  approaches  the  round  form. 

When  experimenting  upon  gravels  and  broken  stone  Mr.  Feretf  sepa- 
rated each  into  three  sizes  which  he  called  respectively: 

G  (coarse)  passing  holes  of  6  cm.  (2.36  in.)  diameter  and  retained  by 

holes  of  4  cm.  (1.57  in.)  diameter; 
M  (medium)  passing  holes  of  4  cm.  (1.57  in.)  diameter  and  retained 

by  holes  of  2  cm.  (0.79  in.)  diameter; 
F  (fine)  passing  holes  of  2  cm.  (0.79  in.)  diameter  and  retained  by  holes 

of  I  cm.  (0.39  in.)  diameter. 


Each  size  of  broken  stone  loosely  measured  gave  about  52%  voids,  and 
each  size  of  gravel  about  40%  voids.  The  voids  in  the  broken  stone  were 
reduced  to  47%,  the  lowest  result  obtainable,  by  mixing  G  and  F  in  about 

*  Annales  des  Fonts  et  Chauss^s,  x8g3,  II,  p.  39. 
t  Annales  dcs  Fonts  et  Chauss^es,  189a,  II,  p.  153. 
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equal  parts  with  no  M,  and  in  the  gravel  to  34%  with  about  3}  parts  of 
G  to  one  part  of  F.    These  figures  are  applicable  only  to  the  materiaU 


Flo.  37. — Standard  Ottawa  Sand,  dry.*      Fig.  38.— Standard   Ottawa  Sand    with 
No.  M>  to  No.  30  Sieves.     (Ste  p.  136.}  6%  moisture.*  No.  :o  to  No.  30  Sieves. 

iSee  p.  136J 


Fio.  39. — Natural  Bank  Sand.*    No.  ao     Fic  40. — Crushed  Qaartz.*    No.  ao  to 

to  No.  30  Sieves.    [See  p.  136.)  No.  30  Sieves.    (Ste  p.  136.) 

studied,  and  do  not  apply  to^avel  or  stone  containing  sand  or  dust. 

niotocnvhs  <rf  S«id.t    Photi^raphs  of  three  types  of  sand  are  shown 
in  Figs.  37  to  40.     Figures  37  and  38  are  photographs  of  the  Ottawa, 

•Magnified  la)  duunetni. 

f  Pbolographa  and  tats  of  leu  ■vidi  from  diffcTeDt  tocjilitia  an  pven  in  'Xoncirtc  Anregats"  li> 
SuiCord  £.  ThoaipkHi  bcfon  ibe  Immnrianal  Enginrmiig  CangnM.  igij. 
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Illinois,  bank  sand  screened  to  the  size  selected  for  the  standard  sand 
by  the  Committee  of  the  American  Society  of  Civil  Engineers.  They 
illustrate  the  effect  of  moisture  upon  the  arrangement  of  the  sand  grains, 
%vhich  is  more  fully  described  below.  Fig.  39  is  an  ordinar}^  bank  sand 
from  Eastern  Massachusetts  which  has  passed  through  and  been  re- 
tained by  the  same  screens  as  the  Ottawa  sand.  Fig.  40  is  a  sample 
of  crushed  quartz  sand,  formerly  the  standard  in  the  United  States. 
The  sands  are  all  reduced  by  the  same  niunber  of  diameters.  The 
Ottawa  sand,  Figs.  37  and  38,  is  apparently  of  finer  grain  than  either 
the  bank  sand  or  the  crushed  quartz,  but  close  inspection  will  show  that 
its  grains,  very  uniform  in  size,  are  of  about  the  same  diameter  as  the 
smallest  grains  in  the  other  sands.  In  other  words,  all  the  grains  cor- 
respond very  closely  to  a  No.  30  sieve,  the  lot  of  sand  from  which  it 
was  screened  containing  no  larger  particles. 

Effect  of  Moisture  on  Sand  and  Screenings.  (7)  Moist  sand  occupies 
more  space  and  weighs  less  per  cubic  foot  than  dry  sand.  This  is  directly 
contrary  to  what  one  would  naturally  suppose.  Indeed,  it  is  almost  in- 
credible that  the  addition  of  water  can  reduce  the  weight  of  any  material. 
The  statement  is  readily  proved  however,  by  shoveling  a  small  quantity 
of  natural  sand  as  it  comes  from  the  bank  with,  say,  3%  or  4%  of  moisture 
into  a  measure  and  drying  it.  The  sand  will  settle,  leaving  the  surface 
much  below  the  level  of  the  top  of  the  measure.  The  explanation  of  this 
apparent  anomaly  lies  in  the  fact  that  a  film  of  water  coats  each  particle 
of  sand  and  separates  it  by  surface  tension  from  the  grains  surrounding  it. 
This  is  illustrated  in  Figs.  37  and  38,  j>age  136,  the  grains  of  the  moist 
sand  being  separated  from  each  other  by  the  film  of  water.  The  moisture 
also  causes  the  particles  to  adhere  to  each  other  in  groups  with  the 
effect  of  less  uniform  distribution.  Fine  sand,  having  a  larger  number 
of  grains,  and  consequently  more  surface  area,  is  more  increased  in  bulk 
bv  the  addition  of  water  than  coarse  sand.  The  volume  of  coarse  broken 
stone  and  gravel  is  but  slightly,  if  at  all,  changed  by  moisture,  while 
small  broken  stone  composed  largely  of  particles  of  less  than  J-inch 
diameter  is  affected  like  sand. 

If  a  small  quantity  of  water  is  poured  into  a  vessel  containing  dry  sand, 
the  bulk  is  not  increased  because  of  the  inertia  of  the  particles,  but  if  the 
sand  after  moistening  is  dumped  out  and  then  turned  back  into  the  vessel 
with  a  shovel  or  trowel,  itsbulk  will  be  increased.  On  the  same  principle, 
a  sand  bank  does  not  swell  in  bulk  during  a  shower,  but  the  effect  of  the 
moisture  is  shown  in  the  excavated  material  as  soon  as  it  is  loosened  with 
the  shovel,  and  therefore  its  loose  measurement  for  concrete  or  mortar 
is  affected. 
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The  diagram  in  Fig.  41,  plotted  by  Mr.  Fuller*  from    experiments 
upon  a  single  sample  of  natural  sand  mixed  by  weight  with  varying  per- 
centages of  water,  illustrates  the  eSects  of  moisture  upon  the  actual  percent- 
agesof  voids  insandsloose  and  tamped.    The  volumes  produced  by  varying 
degrees  of  compacting  are  located  between  the  two  curves.     It  is  noticeable 
that  both  the  loose  and  tamped  sand  increase  in  volume  with  the  additi<Hi 
of  water  and  reach  a  maximum  with  about  6%  of  water,  then  decrease,  and 
finally,  when  saturated,  return  to  slightly  less  than   their  original  dry 
bulk.    The  same  sand,  it  isseen,maycontainfroma7%  to44%of  absolute 
voids,  according  to  the  percentage  of  water  and  the  degree  of  compacting. 
The  percOTtage  of  water  by 
weight   which    will    give    the 
greatest  bulk, — corresponding, 
of  course,  to  the  largest  per- 
1      centage   of  absolute   voids, — 
i     varies  with  different  sands  from 
I      5%  to  8%. 

S         The  actual  variation  on  dif- 

°      ferent  days  in  the  percentage 

S      of  moisture  in  a  natural  bank 

I     sand  was  found  by  the  authors, 

i      in  a  series  of  experiments,  to 

5      range  from  ii%  to  5}%  of  the 

total  weight,  or  from  ai%  to 

7i%  of  the  bulk  of  the  moist 

sand.      The     sand,    screened 

iBQtrrt  OF  V.ATUI  TO  wm  wHiH  DRV  from  a  gTavel  bank  in  Eastern 

Fio.  41.— Percentage  of  Absolute  Voids  in  a    Massachusetts,    ranged     in 

Natural  Bank  Sand  containing  Varying  Per-  ,  °   . 

centagM  of  Moisture.    {See  p.  138.)  coarseness   from  very  fine  to 

that  which  would  pass  a  |-inch 

mesh  screen.    The  moist  sample  was  taken  from  the  pile  the  day  after  a 

shower,  and  weighed  84J  lb.  per  cubic  foot,  while  the  diyer  sample,  taken 

after  a  period  of  dry  weather,  weighed  107  lb.  per  cubic  foot, 

A  sample  of  very  fine  sand  which  had  been  standing  in  a  pile  through 
the  same  shower  contained  9^%  of  moisture  by  weight,  corresponding  to 
13%  by  volume.  Ordinary  gravel,  on  the  other  hand,  from  which  the 
sand  had  been  screened,  was  found  after  a  heavy  rain  to  contain  only  1.8% 
of  moisture  by  weight,  this  being  apparently  the  maximum  quantity  which 
It  would  hold. 

•£a{i'anrM|  Nmi,  July  Jl,  190*,  p.  g|. 
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The  maker  of  concrete  is  especially  interested  in  the  influence  ot  moisture 
upon  the  bulk  of  sand  and  upon  its  voids  (i)  because  of  its  effect  upon  the 
actual  measurement  of  sand  used  in  construction  work,  and  (2)  because 
of  its  effect  upon  his  experimental  determinations  of  proportions. 

Rather  incomplete  experiments  of  the  authors  tend  to  show  that  the 
actual  effect  of  moisture  upon  the  volume  of  sand  used  in  concrete  and 
mortar  may  often  be  less  than  would  naturally  be  inferred  from  the  various 
experiments  cited,  and  flepends  largely  upon  the  processes  of  handling  the 
sand.  For  example,  fairly  dry  sand  (3%  moisture)  shoveled  by  laborers 
from  the  pile  into  the  regular  sand-measuring  box  weighed  454  lb.,  while 
after  a  rain,  the  sand  (with  5%  moisture)  shoveled  from  the  pile  into  the 
same  box  weighed  464  lb.,  that  is,  the  moist  sand  was  slightly  heavier  than 
the  dry.  Further  handling  reversed  these  relations,  for  on  weighing  these 
two  sands  in  a  half  cubic  foot  measure,  the  moist  sand,  as  we  should  ex- 
pect, was  lighter  than  the  dry. 

The  explanation  of  this  apparent  discrepancy  is  undoubtedly  due  to  the 
fact  that  as  the  rain  which  affected  the  moisture  occurred  after  the  sand 
had  l^n  excavated  and  piled  near  the  mixing  platform,  its  bulk,  as 
suggested  on  page  137,  was  not  affected.  The  laborers  handling  the 
moist  sand  took  large  shovelfuls  and  the  arrangement  of  the  grains  was 
not  fipreatly  disturbed.  If  the  sand  had  been  excavated  after  the  rain, 
the  handling  with  shovels  and  dumping  from  the  cart  probably  would 
have  rearranged  the  grains  so  that  the  moist  sand  would  have  weighed 
less  than  the  dry  in  the  large  measure  as  well  as  in  the  small  box, 

Mr.  Feret*  calls  attention  to  the  fact  that  mortars  of  nominally  the  same 
proportions  are  richer  in  winter  than  in  summer  because  of  the  greater 
amount  of  moisture  in  the  sand,  which,  by  increasing  its  bulk,  reduces  the 
absolute  volume  of  the  grains  in  a  unit  of  measure.  On  the  other  hand, 
mortars  are  leaner  in  dry  than  in  damp  weather  because  the  sand  has 
greater  density  when  dry. 

In  the  experimental  study  of  sand  for  determining  the  proportions  of 
cement  to  be  used,  the  effect  of  moistiire  is  exceedingly  important. 
The  voids  in  absolutely  dry  sand  are  certainly  no  criterion  of  its  qualities 
tor  mortar,  while  a  moist  sand  will  give  entirely  different  results  on  differ- 
ent days.  The  best  that  can  be  done,  if  the  study  can  be  pursued  no 
further  than  void  determination,  is  to  select  conditions  as  near  as  possible 
to  the  average,  and  after  determining  the  voids,  considered  as  air  alone  and 
also  as  space  occupied  by  the  air  and  moisture,  to  use  the  results  as  a  basis 
for  judgment,  bearing  in  mind  that  the  volume  of  paste  made  from  100  lb. 

'I'Annales  dcs  Fonts  et  Chauss^s,  1892,  II,  p.  2h. 
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of  neat  Portland  cement,  while  varying  largely  with  different  brands, 
averages  about  0,86  cubic  feet,  and  that  the  volume  of  the  additional  water 
required  for  the  sand  (see  pages  160  and  209)  actually  occupies  space  in 
the  resulting  mortar. 

The  most  important  conclusion  to  be  drawn  from  the  extreme  variation 
in  the  same  sand  under  different  conditions  is  the  impossibility  of  attaining 
results  by  the  usual  void  experiments  upon  sand  alone,  which  will  be  of 
accurate  value  in  the  consideration  of  mortar  and  concrete,  and  the  prac- 
tical necessity  of  employing  methods  such  as  are  described  by  the  authors 
in  Chapter  IX,  page  149,  or  by  Mr.  Fuller  in  Chapter  X. 
In  the  preceding  paragraphs  we  have  referred  chiefly  to  the  variation 
in  the  condition  of  the  same   sand. 
The  importance  of  studying  mortars 
rather  than   the  sand  alone  is  still 
further  emphasized   by  the  varying 
effect  of  moisture  upon  sands  of  dif- 
ferent sizes.     This  isbroughtout  very 
clearly  in   Mr.    Feret's  paper.*.    In 
studying   the  normal  consistency  of 
mortars  he  finds  that  not  only  every 
cement  but  also  every  sand  has  a 
definite  percentage  of  water  necessary 
Fro.  4a. -Percentages  of  Water  Re-       to  bring  it  to  what  may  be  caUed 
quired  to  Gage  Ground  Quam  Sand       normal  consistency.     This  he  Jllus- 
of  all  Granutometnc  Compositiocis.  ■      ,        .        ,     ,  -v.. 

ISte  p.  140.)  trates  m  the  triangle  shown  in  Fig.  43 

(constructed  as  described  on  page 
156)1  giving  the  "proportions  of  water  (by  weight)  required  for  ground 
quartz  sands  of  all  granulometric  composition."  It  is  evident  from  the 
diagram  that  coarse  sands,!  G,  require  3%  by  weight  of  water,  medium 
sands,  M,  9%,  and  fine  sands,  F,  21%,  while  mixtures  of  the  three  sizes 
require  intermediate  percentages. 

Oompacting  of  Broksn  Stone  and  Oravel.  Since  concrete  is  usually 
compacted  by  ramming  or  lubrication  of  semi-liquid  mortar,  the 
density  or  the  percentage  of  voids  in  compacted  material  is  an  important 
function.  The  statement  has  been  made  frequently  that  the  aggregate 
compacts  more  when  rammed  in  concrete  than  when  rammed  dry  or  merely 
moistened  with  water,  because  the  mortar  acts  as  a  lubricant.  Experi- 
ments by  the  authors  indicate  that   broken  stone  under   the  same  ram- 

•Aiuialci  dci  Poms  et  CbiutE^s,  1891,  II. 

tThc  liui  of  (cmni  deiuiui(  coane,  medium,  and  fine  lanili  are  gtvcn  on  page  156. 
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ming  will  compress  on  the  average  1%  more  when  it  is  moistened  than 
when  dry,  and  that  an  amount  of  mortar  sufficient  to  lubricate  without 
filling  the  voids  produces  no  further  reduction  in  volume.  For  example, 
a  volume  of  broken  stone  mixed  with  20%  of  mortar  and  rammed  in 
6-inch  layers  produced  a  volume  exactly  equal  to  that  of  the  rammed 
broken  stone  which  had  been  merely  moistened. 

Further  experiments,  partially  outlined  in  the  table  on  page  132,  upon 
gravel  and  also  upon  varying  sizes  and  mixtures  of  trap  rock  from  two 
quarries,  the  one  producing  a  soft  and  the  other  an  exceedingly  hard  stone, 
lead  to  the  conclusion  that  with  stones  of  the  same  general  structure,  the 
percentage  of  reduction  in  volume  by  similar  ramming  in  6-inch  layers  is 
quite  imiform,  irrespective  of  the  actual  sizes  of  the  particles,  their 
relative  sizes,  the  percentage  of  voids,  and,  within  certain  limits,  the 
degree  of  hardness.  On  the  other  hand,  the  method  of  ramming  the 
same  stone  will  very  largely  affect  the  amount  of  compacting.  Broken 
stone  of  the  nature  of  trap,  whether  hard  or  soft,  was  found  to  compact 
when  spread  in  6-inch  layers  about  14%  either  under  light  ramming  or 
shaking  the  measure,  and  about  21%  under  heavy  ramming.  In  actual 
concrete  work  this  large  reduction  of  volume  is  of  course  seldom  reached, 
because  imperfect  mixing  and  the  necessary  coating  of  the  particles  require 
a  larger  percentage  of  mortar  than  wiU  just  fill  the  voids  of  the  rammed 
stone,  and  the  bulk  of  concrete  is  usually  greater  than  that  of  the  original 
stone. 

Screened  gravel  spread  in  6-inch  layers  and  unconfined,  compacted  about 
12%  under  either  light  or  heavy  ramming. 

These  percentages  of  compacting  are  based  upon  the  loose  meas- 
urement of  the  material  as  thrown  by  a  laborer  into  a  barrel  or  box 
measure.  Rehandling  a  material  like  broken  stone  as  it  comes  from  the 
crusher  tends  to  mix  particles  of  unequal  size  and  therefore  to  compact  it 
very  slightly.  In  one  case  a  screened  stone  fresh  from  the  crusher 
compacted  1%  when  rehandled  once,  and  an  additional  1%  when  re- 
handled  the  second  time. 

It  is  interesting  to  note  that  the  method  of  shoveling  broken  stone  into 
a  measure  has  but  slight  effect  upon  its  shrinkage;  for  example,  a  lot  of 
stone  thrown  with  force  into  an  inclined  barrel  occupied  a  space  scarcely 
appreciably  less  than  when  very  carefully  and  lightly  placed.  On  the 
other  hand,  dropping  from  a  considerable  height  does  affect  the  volume, 
for  Mr.  Desmond  Fitzgerald*  states  that  broken  stone  dropped  12  feet  into 
a  car  shrank  to  a  volume  7%  less  than  when  it  was  measured  in  a  box. 

*Transactions  American  Society  of  Civil  Engineers,  Vol.  XXXI,  p.  303. 
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Sand,  unlike  stone,  is  largely  affected  by  the  manner  of  shoveling  and  the 
size  of  the  receptacle. 

Compacting  of  Sand.  The  degree  of  compacting  of  sand  is  largely 
dependent  upon  the  percentage  of  moisture  which  it  contains.  The  dry 
sand  shown  in  diagram  in  Fig.  41,  page  138,  when  thoroughly  tamped 
compacted  from  34%  to  27%  voids  or  9.6%  in  volume,*  the  sand  with  6% 
moisture  from  44%  to  31%  voids  or  18.8%  in  volume,  and  the  saturated 
sand  from  33%  to  26^%  voids  or  8.8%  in  volume. 

Attention  is  called  by  Mr.  Feret  to  the  fact  that  the  measurement  of  the 
weight  of  a  given  sand  depends  not  only  upon  the  quantity  of  moisture  in 
it,  but  also  upon  the  depth  of  the  box  which  is  used  for  the  measure,  the 
quantity  of  sand  introduced  at  a  time,  —  that  is,  the  size  of  a  shovelful,  — 
the  height  from  which  it  falls,  the  amount  of  shaking,  if  any,  given  to  the 
box  during  filling,  the  amount  of  compacting  given  to  the  mass  when  leveling 
it  off,  and  the  smoothness  of  the  surface  left.  As  an  illustration  of  the 
difference  due  to  the  method  of  placing  in  the  measure,  the  authors  found 
that  a  certain  coarse  sand  shoveled  into  a  pail  about  as  a  laborer  would  fill 
a  measure  weighed  88.9  lb.  per  cubic  foot,  while  the  same  sand  carefully 
poured  into  the  pail  weighed  83.3  lb.  per  cubic  foot. 

^«    .     I.  .         o.  14— 0.27  - 

*Ratio  of  compacting  ■=  -^ "»  0.096 

1.00— O.Z7 
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CHAPTER  IX 

STRENGTH  AND  COMPOSITION  OF 
CEMENT  MORTARS 

The  following  are  the  important  conclusions  in  this  chapter: 

(1)  The  strength  of  a  mortar  depends  primarily  upon  (a)  percentage  of 
cement  in  a  unit  of  volume,  and  (b)  density.    (See  p.  144.) 

(2)  The  strongest  mortar  for  any  giyen  proportions,  by  weight,  of 
cement  to  dry  sand,  is  obtained  from  sand  which  with  the  given  cement 
produces  the  smallest  volume  of  plastic  mortar.    (See  p.  162.) 

(3)  The  best  sand  is  in  general  that  which  will  produce  the  smallest 
volume  of  mortar  of  standard  consistency  when  mixed  with  the  given 
cement  in  the  required  proportions.    (See  pp.  144  and  163.) 

(4)  The  density  of  a  mortar  is  determined  by  calcukiting  the  absolute 
volume  of  its  ingredients.     (See  p.  149.) 

(5)  The  qualities  of  different  sands  may  be  studied  by  screening  each 
into  three  sizes,  and  comparing  their  granulometric  compositions  with 
Feret's  curves.     (See  p.  165.) 

(6)  Sharpness  of  sand  grains  is  of  slight  importance.     (See  p.  167.) 
J7)  Coffxse  sand  produces  stronger  mortar  than  fine  sand.  (Seep.160.) 

C&y  /Aie  sand  requires  more  water  than  coarse  sand  to  produce  a 
mortar  of  like  consistency,  and  consequently  its  mortar  is  less  dense. 
(See  p.  160.) 

(9)  Mixed  sand,  i.  e.,  sand  containing  fine  and  coarse  grains,  in  mor- 
tars leaner  than  1 : 2,  usually  produces  stronger  and  more  impervious 
mortars  than  coarse  sand.    (See  p.  159.) 

(10)  Screenings  from  broken  stone  usually  produce  stronger  mortars 
than  sand  because  of  their  greater  density.  The  relative  value  of 
screenings  or  sand  may  often  be  determined  by  comparing  the  densities 
or  the  densities  of  mortar  made  from  them.    (See  pp.  163  and  166.) 

(11)  Mixtures  of  fine  and  coarse  sand  or  of  sand  and  screenings  often 
produce  better  mortar  than  either  material  alone.     (See  p.  163.) 

(12)  The  variation  of  the  sand  in  different  portions  of  the  same  bank 
maybe  utilized  by  requiring  the  contractor  to  mix  two  sizes  without  exact 
measurement,  so  that  material  as  delivered  shall  contain  not  less  than 
a  definite  percentage  of  sand  coarse  enough  to  be  retained  on  a  certain 
sieve.    (See  p.  163.) 
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(13)  Mineral  impurities  in  sand,  such  as  clay,  in  small  quantities,  may 
strengthen  a  lean  mortar,  and  weaken  a  rich  mortar.    (See  p.  168.) 

(14)  Organic  impurities  in  sand,  such  as  vegetable  loam,  eyen  in 
minute  quantities  may  destroy  the  strength  of  the  mortar  or  concrete. 
(See  p.  168.) 

(15)  Gaging  with  sea  water  does  not  affect  the  ultimate  strength  of 
mortars.     (See  p.  166.) 

(16)  The  unit  fiber  stress  in  a  cement  or  mortar  beam  is  about  alike 
for  prisms  4  cm.  (1.6  in.)  and  2  cm.  (0.8  in.)  on  edge.     (See  p.  145.) 

(17)  The  unit  fiber  stress  in  bending  is  about  1.89  times  the  unit 
tensile  strength  of  briquettes  of  5  sq.  cm.    (See  p.  145.) 

(18)  The  unit  tensile  strength  of  specimens  decreases  as  the  breaking 
area  is  enlarged.    (See  p.  145.) 

(19)  The  unit  compressive  strength  of  similar  specimens  of  cement  or 
mortar  is  not  greatly  affected  by  their  sise,    (See  p.  145.) 

Laws  of  Strength.  There  are  two  fundamental  laws  of  strength  which 
apply  to  mortars  composed  of  the  same  cement  with  different  proportions 
and  sizes  of  sand. 

(1)  With  the  same  aggregate,  the  strongest  and  most  impermeable  mor- 
tar is  that  containing  the  largest  percentage  of  cement  in  a  given  volume 
of  the  mortar. 

(2)  With  the  same  percentage  of  cement  in  a  given  volume  of  mortar, 
the  strongest,  and  usually  the  most  impermeable,  mortar  is  that  JKbbch  has 
the  greatest  density i*  that  is,  which  in  a  unit  volume  has  the  larges   ^  ^ 
centage  of  solid  materials. 

The  first  of  these  rules  is  understood  by  ordinary  users  of  cement,  but 
the  second  rule  states  a  fact  which  is  appreciated  only  by  experts. 

The  value  of  a  first-class  cement  is  universally  recognized,  the  effects  of 
impurities  have  been  studied  in  various  ways,  and  the  variations  in  strength 
of  mortars  made  from  different  sands  or  broken  stone  screenings  have  been 
recorded,  but  the  fundamental  law  of  the  relation  of  the  density  of  a  mor- 
tar to  its  strength,  —  a  function  nearly  as  important  as  the  quality  of  the 
cement  itself  and  explaining  many  of  the  seemingly  paradoxical  results  of 
tests  with  different  aggregates  and  different  proportions  of  water,  —  is  but 
vaguely  comprehended  by  the  majority  of  experimenters  and  most  of  the 
users  of  cement. 

The  application  of  these  laws  to  mortar  is  discussed  in  the  following 
pages,  and  to  concrete  in  Chapter  XIX. 

'The  meaning  of  density  may  be  understood  by  referring  to  the  figures  on  pp.  133  and  X34« 
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STRENGTH  OF  SIBOLAR  MORTARS  SUBJECTED  TO 

DIFFERENT  TESTS* 

Mr.  Ren^  Feret,  Chief  of  the  Laboratory  of  Bridges  and  Roads  at 
Boulogne-sur-Mer,  France,  has  made  very  extended  tests  of  strength  of 
mortars,  studying  his  results  scientifically,  and  in  many  cases  formulating 
laws  and  formulas  applicable  to  different  conditions.  The  tests  of  one 
series  in  particular  are  of  so  wide  a  range  in  character  and  in  proportions 
used  that  the  authors  have  converted  the  values  into  English  units,  and 
reproduce  the  table  in  full  on  pages  146  and  147- 

After  plotting  the  strengths  in  various  ways,  Mr.  Feret  reaches  conclu- 
sions which  may  be  summed  up  as  follows: 

(a)  The  unit  fiber  stress  for  prisms  4  centimeters  (1.6  in.)  on  an  edge 
is  about  the  same  as  for  prisms  2  centimeters  (0.8  in.)  on  edge. 

(p)  The  tensile  strength  per  square  centimeter  of  prisms  having  a  break- 
ing area  of  16  square  centimeters  (the  strength  of  which  he  found  to  be 
similar  to  that  of  briquettes  of  the  same  section)  is  about  two-thirds  the 
strength  per  square  centimeter  of  the  normal  briquettes  which  have  an  area 
of  5  square  centimeters.  This  difference  is  attributed  partly  to  the  lack  of 
homogeneity  of  the  specimens,  especially  on  their  surfaces,  but  prin- 
cipally to  the  unequal  distribution  of  the  stress  on  the  area  of  the  section. 

{c)  Resistance  to  flexion,  that  is,  the  unit  fiber  stress  in  bending,  is 
about  1.89  times  the  tensile  strength  per  unit  of  area  of  briquettes  of  5 
square  centimeters. 

{d)  The  form  and  dimensions  of  the  specimen  do  not  greatly  influence 
the  strength  per  unit  of  area  in  compression  when  the  height  and  width  of 
the  block  are  approximately  equal. 

(e)  Resistances  to  flexion  and  tension  are  proportional  to  each  other, 
and  resistances  to  compression,  shearing,  and  punching  are  proportional  to 
one  another,  but  there  is  no  constant  relation  between  the  resistance  to 
compression  and  the  resistance  to  tension  or  flexion. 

THE  RELATION  OF  DENSITY  TO  STRENGTH 

In  the  same  paper  from  which  we  have  quoted,  Mr.  Feret  treats  of  the 
density  and  elementary  volumetric  composition  of  mortars,  using  in  his 
studies  the  results  given  in  the  table  just  described.  He  calls  particular 
attention  to  the  fact  that  the  properties  of  hydrauUc  mortar,  such  as  dura- 
bility, permeability,  porosity,  and  ability  to  resist  the  decomposing  action 
of  sea  water,  depend  not  only  upon  the  quality  of  the  cement,  but  "in  a 
measure  greater  than  is  generally  believed,  upon  the  granular  physical 

*  A  valuable  series  of  tests  has  also  been  made  by  Messrs.  Humphrej  and  Jordan  at  the  U.  S. 
Government  Testing  Laboratory  at  St.  Louis,  see  Bulletin  No.  331  U.  S.  Geological  Survey,  1908. 
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composition  of  the  mortars,  that  is  to  say,  upon  the  dimensions  and  rel- 
ative positions  of  the  different  elements  entering  into  their  composition. " 

The  density  (compacil^)  of  a  mortar  is  represented  by  the  total  volume 
of  the  solid  particles,  —  exclusive  of  the  water  and  the  voids,  —  entering 
into  a  unit  volume  of  mortar.* 

The  '* elementary  volumes"  in  a  unit  volume  of  fresh  mortar  consist  of 
the  absolute  volumes  of  the  cement,  sand,  water,  and  voids,  each  ex- 
pressed in  the  form  of  a  decimal.  To  illustrate,  the  **  elementary  vol- 
umetric composition"  of  the  mortar  in  Item  8  of  the  table  on  page  136. 
which  is  mixed  in  proportions  by  weight  of  one  part  cement  to  ij  parts 
of  natural  sand,  is: 

Cement  (c)  =0.226 

Sand  (5)  =  0.499 

Water  (w)  =  0.234 

Air  voids  (v)  =  o  .04 1 

Total  volume  =  i.ooo 

Expressing  this  in  more  familiar  terms,  22.6%  of  the  unit  volume  of  the 
given  mortar  consists  of  solid  particles  of  cement,  49.9%  of  particles  of 
sand,  23.4%  of  water,  and  the  remaining  4.1%  of  air  voids. 

The  porosity,  represented  by  the  sum  of  the  water  and  air  voids,  is  27.5%. 
The  term  voids  is  often  employed  to  represent  the  porosity,  that  is,  the  sum 
of  the  air  and  water. 

It  is  obvious  that 

c+s+w+v=  i; 
also  that 

which  is  equivalent  to  the  statement  that  the  entrained  air  in  any  volume 
of  fresh  mortar  is  equal  to  the  measured  volume  of  the  mortar  minus  the 
space  occupied  by  the  cement,  sand,  and  water. 

The  density  of  the  mortar  considered  above  is  c  +  s,  or,  0.226  +  0.499  = 
0.725  as  given  in  column  (11)  of  the  table  on  pages  146  and  147. 

A  thorough  understanding  of  the  use  of  these  symbols  is  essential  to  the 
study  of  strength  of  concrete  and  mortar,  for,  as  will  be  shown  further 
on,  practical  tests  of  strength  are  of  small  value  unless  the  density  and 
exact  mechanical  composition  of  the  specimens  are  clearly  defined. 

*If  the  word  density  is  applied  to  sand  alone,  it  means  the  proportion  of  the  measured 
volume  of  the  sand,  which  is  occupied  by  the  solid  sand  grains;  a  sand,  for  example,  having 
under  certain  conditions  40%  voids,  wquld  have  a  density  of  i. 00— 0.40=" 0.6a. 
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In  practice,  density  or  volumetric  tests  areof  great  value  for  comparing 
the  relative  values  of  different  aggregates,  and  for  determining  the  j  10 
portions  for  the  most  economical  concrete.  They  are  also  useful  for  study- 
ing the  effect  of  varying  quantities  of  water.  As  is  shown  in  the  following 
pages,  the  density  of  mortars  or  concretes  made  from  similar  materials 
bears  a  definite  relation  to  the  strength,  so  that  it  is  frequently  possible  to 
determine  the  best  mixture  as  soon  as  the  density  tests  are  completed, 
instead  of  waiting  for  the  tests  of  tensile  or  compressive  strength.  The 
test  has  been  used  by  the  authors  in  a  practical  way  for  comparing  sands 
and  for  grading  sands  in  special  work,  and  also  for  concrete  to  fix  on  the 
t>est  proportions  when  using  merely  one  fine  and  one  coarse  aggregate, 
and  in  other  cases  to  determine  the  proper  proportions  for  a  scientifically 
graded  mix.* 

Density  of  Mortars  and  Concrete.  The  density  of  fresh  mortars  of 
ordinary  proportions,  as  shown  by  tests  of  the  authors,  averages  about  0.70 
(corresponding  to  30%  air  plus  water  voids).  Mortars  of  fine  sands  may 
run  as  low  as  0.60  (40%  air  plus  water  voids),  while  by  special  grading  or 
the  use  of  an  exceptionally  good  coarse  sand  the  density  may  be  as  high 
as  0.75  (25%  voids).  The  density  of  neat  cement  usually  ranges  between 
0.50  and  0.55.  The  density  of  concrete  rangesf  from  0.76  to  0.88,  depend- 
ing upon  the  grading  of  the  aggregates  and  the  cement. 

The  values  apply  to  the  materials  freshly  mixed  before  setting.  The 
chemical  combination  of  the  cement  and  water  reduces  the  porosity  further. 

Density  or  Volumetric  Tests  of  Mortar.}  To  obtain  accurate  results, 
considerable  care  is  necessary  in  making  the  experiments.  An  approxi- 
mate method  suited  to  rough  comparisons  will  be  given  first  and  this  will 
be  followed  by  more  accurate  methods  advised  for  laboratory  work. 

The  rough  volumetric  test  may  be  made  in  almost  any  vessel  or 
mold  so  long  as  the  capacity  is  readily  computed  and  its  dimensions 
such  that  the  depth  of  mortar  or  concrete  can  be  measured  exactly. 
A  deep  mold  is    more    accurate  than   a    shallow   one.       The  volume 

•See  Chapter  X,  p.  11$. 

t  From  the  "Laws  of  Proportioning  Concrete,"  by  Wm.  B.  Fuller  and  Sanford  £.  Thompson, 
transactions  American  Society  Civil  Engineers,  Vol,  LIX,  igo7,  p.  67. 

I  The  French  Commission  determine  the  "yield"  of  a  mortar  by  measuring  its  volume  green,  that  is, 
just  aiter  introduction  into  the  molds,  when  an  excess  of  water  may  affect  the  volume,  and  thus  give 
niisleading  results  with  very  wet  mixtures. 

In  his  Report  to  the  French  Commission,  1895,  Vol.  IV,  p.  243,  Mr.  Fleet  also  measures  the 
mortar  wet,  but  he  employs  a  vessel  of  known  capaoity, — a  cylindrical  measure  whose  height 
and  interior  diameter  are  each  about  8  centimeters,— and  uses  only  a  portion  of  the  mortar  which 
he  mixes,  calculating  his  percentages  by  ratio  of  the  weight  of  mortar  made  to  the  weight  ot  mortar 
introduced  into  the  measure  to  fill  it  exactly.  This  method  eliminates  inaccuracies  in  measuring  the 
level  of  the  surface. 
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of  mortar  and  concrete  of  dry  consistency  will  measure  the  same  after 
setting  as  when  green,  but  wet  mixtures  must  be  measured  before  setting, 
and  again  after  they  have  become  sufficiently  hard  to  expel  the  surplus 
water.  The  measurement  before  setting  is  necessary  in  order  to  calcu- 
late the  volume  of  air  bubbles  entrained  in  the  wet  mortar  or  concrete. 
The  volume  after  setting,  or  partially  setting,  however,  is  the  only  one  of 
real  importance  for  studying  the  characteristics  of  strength,  permeability, 
and  cost.  The  sand  is  dried,  or  its  moisture  is  determined  bji  weighing 
and  drying  a  sample  of  it.  If  stone  of  a  porous  nature  is  used  the  pores 
of  its  particles  should  be  filled  with  water,  but  there  should  be  no  per- 
ceptible moisture  on  their  surfaces.  The  quantities  of  dry  materials  for 
a  single  tube  or  mold  are  weighed  in  the  required  proportions,  mixed 
with  a  known  weight  of  water,  and  placed  compactly  in  the  mold,  whose 
lateral  dimensions  have  been  exactly  measured  so  that  the  volume  of 
mortar  in  it  may  be  obtained  by  measuring  down  from  the  top.  The 
exact  space  occupied  by  the  particles  of  each  of  the  solid  materials  and 
by  the  water  is  calculated,  if  the  metric  system  is  employed,  by  dividing 
their  total  weight  by  the  specific  gravity  of  each,  or,  if  English  units  are 
used,  by  dividing  the  weight  times  1728  (the  number  of  cubic  inches  in  a 
cubic  foot)  by  the  specific  gravity  multiplied  by  the  weight  of  a  cubic  foot 
of  water.  After  partially  setting,  the  exact  depth  of  the  mortar  in  the 
mold  is  measured  and  its  volume  calculated.  The  percentage  of  each  of 
the  dry  materials,  which  really  determines  the  density, — which  is  repre- 
sented by  the  sum  of  the  absolute  volumes  of  the  dry  material, — is  found 
by  dividing  the  absolute  volume  of  each  material  by  the  total  volume  of 
the  set  mortar  or  concrete. 

The  specific  gravity  of  cement  which  has  been  stored  for  a  short  time 
may  be  taken  at  3.10  and  the  specific  gravity  of  dry  sand  at  2.65. 

The  following  example  from  the  authors'  note  book  illustrates  the  method 
of  finding  the  density  when  the  measurements  are  in  English  weights 
and  measures: 

Example: — Find  density  of  a  mortar  composed  of  Newburyport  sand 
and  Portland  cement  in  proportions  i  :  2  by  weight. 

Solution: — For  the  mold  used,  it  was  estimated  that  8  lb.  cement 
and  16  lb.  dry  sand  would  be  required.  Gaging  these  with  3  lb.,  12.6  oz. 
(3.79  lb.)  of  water,  the  quantity  necessary  for  the  desired  consistency, 
the  volume  of  the  mortar  was  found  by  measurement  to  be  348  cu.  in. 
when  green,  and  336  cu.  in.  after  setting  and  pouring  off  the  surplus 
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water.     The  absolute  volumes  are  expressed  below,  first  in  cubic  inches  and 
finaUy  in  terms  of  the  density  (c  +  ^)»  of  the  set  mortar. 

8  X  1728 

Cement  ■=        ~~k  —     71.601.  in. 

3.1  Xo2,3  ' 

16  X  1728 

^"^      "2.6s  X  62.3  -  '67.4ca.in. 

3.79  X  1728 
Water      -=  — 77 —  105 .  i  cu.  in. 

Absolute  volume  cement,  sand  and  water,  344  cu.  in. 

Measured  volume  green  mortar,  348  cu.  in. 


Volume  of  entrained  air,  4  cu.  in. 

Percentage  of  entrained  air,  1.2% 

71.6         167.'. 

Density  of  set  moitar,  c  +  1  —  — 7  +    — 7"  -*  0.2x3  "'"  °*49^  "■  0'7*i 


Vofaimetiic  Tests  of  Mortar  at  Jerome  Park  Reservoir.  The  methods 
used  by  Messrs.  Fuller  and  Thompson  at  Jerome  Park  Reservoir  in  tests 
for  the  New  York  Aqueduct  Commission  in  1906*  have  since  been  adopted, 
with  slight  variations,  in  the  authors'  laboratory.  The  procedure  is  indi- 
cated in  the  blank  form  used  in  the  tests,  a  copy  of  which  filled  out  is  here 
reproduced  on  page  152.  While  somewhat  lengthy  in  appearance,  it  is 
arranged  to  correct  almost  automatically  for  the  unavoidable  losses  due  to 
free,  water  and  mortar  sticking  to  the  tools.  The  chief  object  of  the  test  is 
to  find  the  density  of  a  fresh  mortar,  that  is,  the  ratio  of  solid  material 
in  it  to  the  total  volume,  and  also  to  determine  the  elementary  volumes  of 
each  ingredient.  In  the  test  illustrated,  for  example,  the  density  is  0.696 
and  the  air  plus  water  voids  are  therefore  30.4%. 

The  apparatus  used  for  density  tests  of  mortar  are  a  shallow  pan  about 
9  inches  diameter,  a  small  pointing  trowel,  scales  to  weigh  to  one-tenth 
gram,  measuring  glass  or  graduate  about  i^  inches  diameter  and  2 50  cubic 
centimeters  capacity,  one  or  two  beakers,  and  a  stick  for  tamping  the  mortar 
in  the  glass.  300  or  400  grams  of  mixed  cement  and  aggregate  may  be 
used  in  the  tests. 

It  has  been  found  that  the  material  which  sticks  to  the  tools  is  either 
cement  or  similarly  fine  aggregate,  so  that  the  weight  of  the  aggregate  which 
passes  a  No.  100  sieve  should  be  recorded  for  use  in  the  computations. 

*  See  paper  by  Messrs.  Fuller  and  Thompson,  Transactions  American  Society  Civil  Engineers,  Vol. 
UZfP.  67. 
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Vclumetric  test  for  Reservoir  , File  IV    R 

Cement  B  Aggregates  Clean  Sand Date  4-26- 15. 

Computed  by  Brown Checked  by  T. 
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Experiment  No 

Nominal  proportions  by  volume 

Proportions  by  weight 

Description  of  aggregate 

Wt.  of  cement 

Total  weight  of  agg^gate 

Wt.  of  the  aggregate  passing  a  No.  100 

sieve 

Wt.  of  vessel  and  water  (before  using)  . . . 

"       (after  using)  ... . 
water  used  =  (8)  —  (9) 

Percentage  of  water  =  _A'°^   ^ 

^                          (5)  +  (6) 
Consistency 

Temperature  water 

Total  weight  mixed  =  is)  -f  (6)  +  (10) .  . . 

Weight  tray  and  tools  (after  using) 

**         "         "       "      (before  usmg) .... 

Weight  mix  adhering  =  (15) — (16) 

Weight  measuring  glass  or  graduate 

Weight  glass  4-  mix 

Weight  glass  4-  mix  —     free  water 

free  water  —  (19  —  20) 

mix  set       =  (14)  —  (17)  —  (21)  . . 

«       «      =(20)  -(18) 

Discrepancy  =»  (23)  —  (22) 

Time  mixing  completed ir 

Volume  of  mix,  in  cu.  cm 

Time  settling 

Final  volume  of  mix  in  cu.  cm 


i«;2 


I  :  1.78 


i 


u 
u 
a 


Water  left  on  tray  =  ( i  o)  X 
Cement  left  on  tray  =  (5)  X 


(17) 


(5)+  (7)+ (10) 
_    ('7)    __ 

(5) +  (7)  +(io) 

(17) 
Aggregate  left  on  tray  =  (7)  X(^^  (7)  ZjT^o) 

Wt.  water  in  set  mortar  =  (10)  —  (21) 

,  -  (29) 

vVt.  cement  in  set  mortar  =«  (5)  —  (30) 

Wt.  aggregate  in    set    mortar   =    (6)    — 

(3O : 

Specific  gravity  cement 

"  "        aggregate 

Absolute  volume  water  =  ^^-J 

(28) 

f33) 


ti 


tt 


cement  = 


li 


u 


(28  X  (35) 
aggregate  =  ^- J  ;^^^-j... 

Total  absolute  volume   =   (37)  -f  (38)4- 

(39) 

Density  =  (38)  +  (^g) 

Remarks:  Fine  Material  on  Surface  . .  . 


San 
150.0 
267.0 

53-4 
287  .7 

228.  7 

59 -o 

14.2 

Soft 
6s°F. 
476.0 

325-8 

322.2 

3-6 

295.4 
767.9 

767.9 

0.0 
472.4 

472.5 
.  I 

o.  15  a.m. 

210.0 

2  hrs. 

209.5 

0.8 
2 . 1 
0.7 

58.2 
147.9 

266.  3 

3. II 
2.71 

.278 
.227 
.469 


•974 
.696 

3  cc. 


Note:     Weights  are  in  grams;  volumes  in  cubic  centimeters. 
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The  materials  are  carefully  weighed,  and  enough  water  added, — ^the  quan- 
tity var>ing  with  the  fineness  of  the  sand, — to  produce  a  mortar  softer  than 
standard  consistency  which  will  scarcely  hold  its  shaj^e  in  the  mixing  pan. 
An  examination  of  the  various  items  in  the  table  will  show  the  purpose  of 
each,  the  object  being  to  correct  lor  all  losses  and  obtain  a  resulting  volume 
corresponding  to  that  of  the  mortar  after  setting.  The  figures  following 
many  of  the  items  refer  to  the  numbers  of  the  other  items,  the  fraction 
following  item  (29),  for  example,  representing  the  water  of  the  mix  which 
adheres  to  the  tray  and  tools.  The  weight  of  the  water  in  this  mortar  which 
adheres  is  found  from  the  proportion, — Mix  adhering:  total  fine  mortar  = 
water  in  mix  adhering  :  total  water.  Expressed  in  item  numbers  this 
becomes 

Item  (17) 

Item  (20)    = X  Item  (10).     The  cement  and 

Items  (5)  -f   (7)  +   (10) 

aggregate  left  on  tray,  items  (30)  and  (31),  are  similarly  computed,  and 

from  these  the  weight  of  each  of  the  materials  in  the  set  mortar  is  found. 

The  absolute  volumes,  items  (37)  to  (39),  are  then  readily  computed  and  the 

density  determined. 

Vofaimetiic  Tests  of  Concrete.  For  volumetric  or  density  tests  of  con- 
crete, molds  at  least  8  inches  in  diameter  are  necessary,  but  the  process 
throughout  is  similar  to  that  already  described  for  the  volumetric  tests  of 
mortar  and  a  similar  blank  form  may  be  readily  made  for  records. 

The  density  tests  as  made  at  Jerome  Park  Reservoir  are  fully  described 
in  the  paper  by  Messrs.  Fuller  and  Thompson  already  referred  tof  and 
results  of  the  tests  are  there  given. 

Feret's  Fonniila  for  Strengfth.  For  studying  the  relation  of  absolute 
▼olmnes  to  strength,  let 

P  —  compressive  strength  of  the  mortar. 

/l  ==  a  constant  which  differs  for  different  cements  and  at  different  ages  of 

the  same  mortar. 
c  =  absolute  volume  of  cement. 
5  =  absolute  volume  of  sand. 
«?=  absolute  volume  of  water  voids. 
V  —  absolute  volume  of  air  voids. 

The  value  of  determining;  the  density  of  mortars  is  made  evident  by  the 
following  law  of  Mr.  Feret:* 
"For  any  series  of  plastic  mortars  made  with  the  same  binding  material 

^ulfctin  dc  la  Sod^^  d*Encourageinent  pour  tlndustrie  Nation  ale,  1897,  Vol.  11,  p.  1604. 
fSec  also  Chapter  X  of  this  Treatise. 
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and  inert  sands,  the  resistance  to  compression  after  the  same  length  of  set 

under  identical  conditions,   is  solely  a  function  of  the  ratio oi 

^  w  -h  V 

7 — --r  >  whatever  be  the  nature  and  size  of  the  sand  and  the  pro- 

portions  of  the  elements,  —  cement,  inert  sand  and  water,  —  of  which  each 
is  composed." 

It  follows  from  this  law,  as  Mr.  Feret  says,  that  the  strength  of  any 
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Fig.  43.  —  Derivation  of  Feret's  Formula  for  Strength;    (See  p.  155.) 
(BuUedn  de  la  Sod^t^  d'Encouragement  pour  Tlndustrie  Nationale — 1897.) 
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mortar  increases  with  the  absolute  volume  of  the  cement  (c)  in  a  unit 
volume  of  fresh  mortar,  and  also  with  the  density  (c  +  5),  whatever  may 
be  the  relative  volumes  nlled  with  water  and  air. 
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From  very  numerous  experiments  such  as  those  tabulated  on  page  146 
Mr.  Feret  evolves  the  approximate  formula 

By  suitably  changing  the  value  of  K  the  formula  may  be  adapted  to  either 
the  English  or  the  metric  system  of  meas'^emert. 

As  a  proof  of  this  formula  Mr.  Feret  plots  on  a  diagram,  shown  in  Fig. 

43,  values  of  I j  from  column  (12)  in  the  table  on  pages  146  and  147 

for  abscissas,  and  the  average  compressive  strengths  of  the  various  mortars, 
from  column  (22),  for  ordinates.  Since,  in  formula  (i),  -K  is  equal  to  P 
divided  by  the  square  of  the  quantity  in  brackets,  the  value  of  iS^  is  the 
tangent  of  the  straight  line  passing  through  the  points.    In  Fig.  43 

K  —  1965,  if  the  strength  is  in  kg.  per  sq.  cm. 
or 

^  «  28  000,  if  the  strength  is  in  lb.  per  sq.  in. 

This  particular  value  is  applicable  only  to  the  cement  used  by  Mr. 
Feret  in  his  experiments  and  to  specimens  at  the  age  of  five  months,  but 
the  principles  involved  are  of  general  application. 

The  most  practical  application  of  this  formula  is  in  the  determination 
of  the  relative  compressive  strengths  of  various  mortars  made  from  the 
same  cement,  with  sand  in  dififering  proportions  and  of  dififerent  com- 
positions. Mr.  Feret  calls  attention  also  to  its  possible  use  in  laboratory 
experiments  and  specifications.  A  cement,  for  example,  may  be  required 
to  furnish,  when  mixed  with  any  sand,  a  definite  value  of  IT,  since  the 
value  of  i^  is  independent  of  the  choice  of  the  sand  and  of  the  composition 
of  the  mortar. 

Experiments  by  the  authors  tend  to  show  that  the  formula  does  not 
apply  strictly  to  specimens  of  different  consistency,  but  that  the  genera) 
law  of  the  increase  of  strength  with  the  density  is  applicable  except  in  ex- 
treme cases.  The  formula  is  inapplicable  to  tensile  tests,  although  here, 
too,  the  general  principle  appears  to  hold  good. 

This  subject  as  related  to  concrete  is  discussed  on  pages  312  to  314 

ORANXTLOBIETRIO  0OMPO8ITION  OF  SAND 

Feret's  Three-Screen  Method  of  Analyzing  Sand. 

The  determination  of  the  physical  characteristics  of  the  sand,  which, 
mixed  with  a  cement,  will  produce  the  densest  mortar,  has  been  the  object 
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of  a  large,  number  of  experiments  by  Mr.  Feret,  which  are  recorded  in 
Ani3ales  des  Fonts  et  Chauss&s,  1892.  In  America  Messrs.  William  B. 
Fuller  and  Sanford  E.  Thompson  have  extended  the  researches,  by  a  different 
method,  to  the  investigation  of  the  properties  of  concrete.  The  mechanical 
analysis  of  sand  and  stone  is  discussed  in  Chapter  X,  and  the  results  of 
earlier  experiments  are  tabulated  on  page  334. 

Mr.  Feret,  in  studying  any  sand,  separates  it  by  screening  into  three  sizes. 
He  then  recombines  these  three  sizes  in  varying  proportions,  so  as  to  obtain 
results  which  are  applicable  to  any  natural  or  artificially  mixed  sand.  He 
distinguishes  sand  from  gravel  as  consisting  of  grains  which  will  pass 
through  a  screen  having  circular  holes  of  5  millimeters  diameter  (0.20 
in.).  The  three  sizes  of  sand  he  then  calls  G,  M,  and  F,  representing, 
respectively,  the  large  (gros),  medium  (moyens),  and  fine  (fins)  particles  as 
defined  by  sifting  through  metallic  sieves  with  circular  holes,  or  wire  cloth 
of  definite  mesh,  as  follows: 

Large  grains,  G,  passing  circular  holes         5  mm.    (0.20  in.)  diameter. 
Retained  by  circular  holes  2  mm.  (0.079  i"-)         " 

Medium  grains,  M,  passing  circular  holes    2  nmi.  (0.079  i"^-)         " 
Retained  by  circular  holes  0.5  mm.  (0.020  in.)         ** 

Fine  grains,  F,  passing  circular  holes         0.5  mm.  (0.020  in.)         " 

These  sizes,  Mr.  Feret  states,  are  nearly  equivalent  to  sand  screened 
through  sieves  of  wire  cloth  as  follows: 

Large  grains,  G,  passing  screen  of  4  meshes  per  sq.  cm.  (  5  meshes  p)er  linear  inch.") 
Retained  on  "  36  "  "         (15        "  "  "        ) 

Medium  grains,  M,  passing  "  36  "  "         (15         "  "  "        ) 

Retained  on  a      "         324         "  "         (46        "  "  "       ) 

Fine  grains,  F,  passing  "         324         "  "•        (46         *  "  "       ) 

Sometimes,  for  experimental  purposes,  he  divides  each  of  the  sands,  G,  M, 
and  F,  into  three  intermediate  sizes. 

The  granulometric  composition  of  any  sand  is  represented  by  its  relative 
proportions,  expressed  either  in  weights  or  absolute  volumes,  of  G,  M,  and 
F.  For  example,  a  sand  containing  by  weight  50%  of  the  largest  grains, 
30%  of  the  medium,  and  20%  of  the  fine  grains,  has  a  granulometric 
composition  of  g  ==»  0.50,  m  =  0.30,  f  =  0.20. 

The  granulometric  composition  of  a  sand  which  has  been  mechanically 
analyzed,  and  plotted  on  a  diagram  similar  to  that  shown  on  page  190,  may 
be  ascertained  readily  by  drawing  three  ordinates  corresponding  respec- 
tively to  screens  of  5,  15,  and  46  meshes  per  linear  inch,  and  determining 
by  the  length  or  the  difference  in  length  of  these  ordinates  the  proportions 
which  pass  and  which  are  retained  by  the  screens  of  these  three  meshes. 
These  three  proportions  or  percentages  represent  the  granulometric  com- 


STRENGTH  OF  CEMENT  MORTARS 


IS7 


position.    An  illustration  of  this  method  of  transforming  mechanical  analv 
«^is  to  granulometric  composition  is  shown  in  Fig.  S^  oi^  pa-ge  164. 

Feret'8  Triangles.  To  simplify  the  tabulation  of  results,  and  arrange 
them  so  that  they  may  be  understood  at  a  glance,  Mr.  Feret  has  used  a 
graphical  arrangement  which  is  exceedingly  ingenious.  In  nearly  all 
his  writings  we  find  little  triangles  with  the  apexes  labeled  G,  M,  and  F. 
Curves  or  contours  in  these  triangles,  representing  the  various  properties 
of  the  sands  or  mortars,  are  based  on  a  system  of  three  instead  of  two 


0.7fn 


0.6m 


0.5m 


O.lm 


Fig.  44.— Fenet's  Three-Screen  Method  of  Analyzing  Sand.     {See  p.  157.) 

co-ordinates,  that  is,  each  curve  is  the  loci  of  points  measured  from  3  axes 
placed  at  angles  of  60°  with  each  other.  A  full  discussion  of  the  theory  of 
this  is  given  in  his  paper  "  Sur  la  Compacit^  des  Mortiers  Hydrauhques" 
in  Annales  des  Fonts  et  Chaussees,  1892,  II,  but  the  principles  may  be  un- 
derstood by  reference  to  Fig.  44.  The  apexes  of  the  triangle  are  labeled 
G,  M,  and  F,  corresponding  to  the  three  sizes  of  sand  described  on  page  156. 
The  granulometric  composition  of  any  sand  is  plotted  as  a  single  point  in 
this  triangle.  The  proportion  of  each  of  the  three  sizes  in  the  sand  is  rep- 
resented by  its  perpendicular  distance  from  the  side  opposite  each  apex. 
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For  eiample,  exactly  at  the  apex  G,  the  granulometric  composition  is 
g  =  i,oo,  m  =  o,  f  =  o.  A  sand  represented  by  the  point  "A"  in  the 
triangle  has  for  its  granulometric  composition,  g  =  0.48,  m  =  0.35,  f  = 
0.17.  Sand,  B,  whose  point  is  on  the  line  G  M  is  a  mixture  of  G  and  M 
with  no  fine  particles.  It  can  be  readily  proved  by  geometry  that  if  the 
altitude  of  the  triangle  is  i.oo,  the  sum  of  the  three  perpendicular  distances 
from  any  given  point  in  the  triangle  to  the  three  sides  equals  i.oo.  Also, 
that  any  combination  of  G,  M,  and  F  is  contained  in  the  triangle  or  else  on 
one  of  its  sides.  To  use  Mr.  Feret's  language,  "any  sand  will  be  repre- 
sented by  a  point  in  the  triangle  and  by  one  alone,  and,  reciprocally,  one 
granulometric  composition  of  sand,  and  only  one,  will  correspond  to  a  given 
point  on  the  interior  or  sides  of  the  triangle."     If  the  altitude  of  the  triangle 


Fig.  4S.— Absolute  Volumes  of  Sand  per       Fig.  4^-— Absolule  Volumes  of  -Sand  pet 
Unit    Volume    of    Sand  not    Shaken,  Unit  Volume  of  Sand  Shaken  to  Ro 

{See  p.  160.)  fusal.     (.See  p.  ,60.) 

is  considered  1 .00,  any  point,  A ,  in  the  triangle  is  readily  plotted  by  locating 
it  at  perpendicular  distances  from  each  of  the  three  sides  corresponding  to 
each  component  of  its  granulometric  composition.  For  example,  suppose 
that  the  granulometric  composition  of  a  sand,  ^,  is  g  =  0.48,  m  =  0.35, 
f  ^  0.17.  As  the  apex  G  represents  a  sand  containing  only  coarse  grains, 
and  the  line  opposite  to  it,  M  F,  all  sands  containing  no  coarse  grains,  the 
locus  of  a  sand  containing  coarse  grains  (g  =  0.48)  will  lie  somewhere  upon 
a  line  parallel  to  M  F  and  at  a  distance  0.48  from  M  F.  By  similar  reason- 
ing it  will  also  lie  on  a  line  parallel  to  G  F  and  at  a  distance  0.35  from  it. 
The  intersection  of  these  two  lines  is  the  locus  of  the  sand  A,  and  it  will 
be  seen  that  this  intersection  is  at  a  perpendicular  distance  of  0.17  from  the 
line  M  G  (the  side  opposite  F),  which  checks  the  plotting,  since  f  =  0.17. 
For  comparing  a  special  property  of  different  sands,  or  of  mortars  com- 
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posed  of  difEerent  sands,  each  sand  employed  in  the  tests  is  plotted  ancl 
labeled    with  its  value,  —  which  may  be  in  units  of  strength,  weight,  or 
volume,  — and  "contour  lines"  are  sketched  in  by  the  eye,  as  one  would 
draw  contours  from  elevations  on  a  topographical  drawing. 
Any  point  on  the  same  contour  line  represents  a  sand  made  up  of  the 


Fig.  47.— Absolute  Volumes  of  Solid  Ma-     Fin.  48.— Compressive  Strei^th  En  Founds 

terials    (c  +  s)    per    Unit    Volume    of         per  Square  Inch   of  1:3   (by  Weight) 

Fresh  Mortar  in   Proportions  1:3  (by         Mortars   with    Different   Mixtures  of 

Weight).     (Step.if^.)  Sand,  after  g  Months  in   Air  and  3 

Months  in  Sea  Water,     {See  p.  161.) 


Fig.  49.— Compressive  Strength  in  Pounds  Fic.  50- —Compressive Strength  in  Pounds 

per    Square    Inch    of    Mortars    with  per   Square    Inch    of    Mortars    with 

Various  Mixtures  of  Sand,  after  One  Various  Mixtures  of  Sand,  after  One 

Year  in   Fresii    Water.      Proportions  Year    in     Air.     Proportions     100    lb. 

100  lb.  Portland  Cement  to  3.3  cu.  ft.  Portland  Cement  to  3.3  cu.  ft.  Miied 

Miied  Sand.     (Set  p.  161-)  Sand.     (See  p.  161.) 


different  sizes,  G,  M,  and  F,  in  proportions  corresponding  to  its  perpen- 
dicular distances  from  the  sides  opposite  each  apex,  but  having  the  same 
Strength,  weight,  volume,  humidity,  or  whatever  special  function  may  be 
represented,  as  every  other  point  on  the  same  line. 
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Figs.  45  and  46^  page  158,  illustrate  the  use  of  the  triangle  for  showing 
the  volumes  of  sands  composed  of  different  sizes  of  grains.  Any  sand, 
for  example,  whose  granulometric  composition  is  represented  by  any  point 
on  the  contour  line  labeled  0.575,  ^^  ^^g-  4S>  ^^>  when  measured  loose, 
0.575  ^^  ^^  volume,  or  57^%,  of  absolutely  solid  matter,  or,  taking  the 
complement,  42  J%  of  voids.  In  Fig.  45  it  will  be  seen  that  the  greatest  solid 
volume  of  loose  sand  is  obtained  by  mixing  G  and  F  in  proportions  60%  G 
and  40%  F  by  weight.  The  amount  of  solid  matter  in  this  mixture  oi 
maximum  density  is  0.61  of  the  unit  volume;  in  other  words,  the  sand  con- 
tains 39%  voids.  By  interpolating  between  the  contour  Unes  we  may  see 
that  a  sand  consisting  of  equal  parts  of  the  three  sizes,  which  would  be 
represented  by  a  point  at  the  geometrical  center  of  the  triangle,  has  about 
0.597  solid  matter,  or  40.3%  voids.  In  sands  shaken  to  refusal,  Fig.  46, 
the  mixture  of  maximum  density  consists  of  sands  G  and  F  alone,  in  pro- 
portions about  55%  G  and  45%  F,  and  the  total  soHd  matter,  that  is,  the 
absolute  volume  of  sand,  in  a  unit  volume  of  the  shaken  sand  of  maximum 
density,  is  0.798,  corresponding  to  20.2%  voids. 

EFFECT  OF  SIZE  OF  SAND  UPON  THE  STRENGTH  OF 

MORTAR 

As  a  matter  of  fact,  the  actual  size  of  a  sand,  that  is,  the  size  of  its  grains, 
is  subordinate,  in  its  influence  upon  the  strength  and  other  qualities  of  a 
mortar,  to  the  density  of  the  mortar  produced  from  it.  One  naturally 
vvould  suppose  that  the  densest  sand,  that  is,  the  sand  which  contains,  when 
dry,  the  fewest  voids,  when  mixed  with  a  given  proportion  of  cement,  would 
make,  inevitably,  the  densest  and  therefore  the  strongest  mortar.  Such, 
however,  is  not  necessarily  the  case,  for  the  addition  of  both  the  cement 
and  water  change  the  mechanical  composition.  A  mixture  of  fine  sand 
and  cement,  for  example,  requires  a  larger  percentage  of  water  in  gaging 
than  a  mixture  of  coarse  sand  and  the  same  cement.  The  total  volume  of 
a  mortar  of  plastic  consistency  is  affected  by  the  quantity  of  water  used, 
as  well  as  by  the  volumes  of  the  dry  materials.  Hence,  a  mortar  consisting 
of  fine  sand  and  cement  will  be  less  dense  than  one  of  coarse  sand  and  the 
same  cement,  even  though  the  fine  and  coarse  sands,  when  weighed  or 
measured  dry,  each  contain  the  same  proportions  of  solid  matter  and  voids. 

Fine  sand  has  more  grains  in  a  unit  measure  and  therefore  a  greater 
number  of  points  of  contact  of  the  grains.  The  water  forms  a  film 
(see  Fig.  38,  p.  136,)  and  separates  the  grains  by  surface  tension. 

The  fact  is  graphically  illustrated  in  Feret's  triangle,  Fig.  47,  page  15Q. 
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in  which  the  contour  lines  show  the  combined  absolute  volumes  of  the 
cement  and  sand  in  i :  3  mortar  (proportioned  by  weight)  made  from  sand 
of  various  compositions.  It  will  be  noticed  that  the  point  of  maximum 
absolute  volume,  which  is  labeled  0.734,  is  much  farther  to  the  left  than 
in  Figs.  4S  and  46,  showing  that  for  a  mortar  of  maximum  density,  a  sand 
is  required  containing  more  large  particles,  G,  m  proportion  to  the  fine 
particles,  F,  than  for  maximxun  density  with  the  same  sand  in  its  dry  state. 
From  such  experiments  Mr.  Feret*  derives  the  law  that: 

The  plastic  mortars,  which,  per  unit  of  volume,  contain  the  greatest  abso- 
lute volimie  of  soUd  materials  (c  +  s),  are  those  in 'which  there  are  no 
medium  grains,  and  in  which  coarse  grains  are  found  in  a  proportion  double 
to  that  of  &ie  grains,  cement  included. 

Figs.  48,  49,  and  50,  page  159,  show  the  strength  in  compression,  con^ 
verted  to  pounds  per  square  inch,  of  mortars  made  from  various  mixtures 
of  the  three  sizes  of  sand. 

Comparing  these  with  Fig.  47  it  will  be  seen  that  the  curves  of  strength 
follow  the  same  general  direction  as  the  curves  of  density.  This  is  in  con- 
formity with  the  general  laws  stated  at  the  commencement  of  the  chapter 
and  vdth  the  principles  upon  which  Feret's  formula  (page  155)  is  based. 

There  is  one  point  which  must  be  noticed  when  studying  these  and  other 
similar  triangles  of  Feret,  namely,  that  his  results,  as  shown  by  the  curves 
on  his  triangles,  apply  exactly  only  to  sands  and  cements,  and  not  to  mixtures 
of  sand  and  coarse  stone.  In  all  the  triangles,  sands  for  maximum  density 
are  composed  of  a  mixture  of  fine  and  coarse  grains  with  no  medium 
grains.  It  is  shown  on  page  133  that  a  denser  mixture  can  be  obtained 
with  stone  and  sand  and  cement,  that  is,  v/ith  three  sizes  of  materials,  than 
with  sand  and  cement,  and  it  is  consequently  probable  that  Feret  could 
have  obtained  greater  densities  by  making  the  size  of  G  larger  (that  is, 
emplo3dng  for  G  gravel  or  broken  stone)  and  the  size  of  F  smaller,  and 
that  with  this  arrangement  a  portion  of  the  medium  grains  would  have 
been  absolutely  necessary  to  obtain  the  maximum  density.  In  this  con- 
nection, however,  it  must  be  remembered  that  Feret's  experiments  were 
intended  to  cover,  as  far  as  possible,  practical  combinations  of  sizes  of 
sand  for  mortar.  It  is  noticeable,  even  with  the  sizes  of  sand  which  he 
uses,  that  the  curves  in  Fig.  47  run  sharply  upward,  and  that  mortars  from 
mixtures  of  three  sizes  of  sand  are  therefore  very  nearly  as  dense  and 
strong  as  those  made  from  two  sizes.     Furthermore,  when  the  three  sizes 

'^Annales  des  Pants  et  Chauss^esi  1896,  II,  p.  182. 
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G,  M,  and  F  are  mixed  together,  a  graded  mixture  is  formed  in  which 
there  are  particles  ranging  from  0.2  inch  down  to  fine  dust. 

Experiments  indicate,  as  stated  on  page  196,  that  sand   for  concrete 
requires  for  best  results  more  fine  material  than  mortar  sand. 

TESTS  OF  DENSITY  AND  STRENGTH  OF  MORTARS  OF  COARSE 

VS.  FINE  SAND 

The  application  of  Mr.  Feret's  tests  is  shown  in  the  table  on  pages 
146  and  147,  and  the  foUowing  tables,  to  illustrate  its  practical  use  in 

Compressive  Strength  and  Elementary  Volumetric  Composition  of  2-inch  Cubes  of 

Portland  Cement  and  Bank  Sand.     {See  p.  162.) 

By  Sanford  E.  Thompson.* 


Propor- 
tions 

by 
Weight 

Proportions  by 
Volume  (nominal) 

PERCENTAGES  PASSINQ 
BAND  SIEVES 

ELEMENTARY 
VOLUMES 

+     Density 

(t^.)' 

Actual  Average  Com- 
pressive Strength, 
Arc  7  days 

Sand 

Sieve 

No.  8 
Sieve 

No.  20 
Sieve 

No.  50 
Sieve 

No. 

200 

Sieve 

•*3 

d 
9 

c 

1 

• 

ri-. 

(1) 

(2) 

(3) 

(4)        (5)        (6) 

(7)        (8) 

(9) 

(10) 

(11) 

(12)       (13),  a4 

Coarse  .... 

Fine 

Very  Fine  . 

z  :  a.6 
z  :  2.6 
z  ta.6 

I   :  3 
I  :  3 
I  :  3 

100 
100 
100 

84  1       62 
100  1       84 
zoo  1       9a 

I 

38 

3 
6 

27 

0. 171    0. 5i8   0.089 
0. i54    0.466    0.620 
0. 149I   0.4511  0.600 

1 

0.  ia6 
0.083 
0.074 

7x5  1  ^S\z 
4o5  .  25:: 
330      20-: 

comparing  the  quality  of  different  sands,  are  presented;  the  first  giving 
the  density  and  strength  of  three  natural  bank  sands  as  tested  by  one 

Tests  by  New  York  Board  of  Water  Supply  (?/  i :  3  Mortar  Made  With  Sands 
of  Dijferent  Mechanical  Analysis.     {See  p.  162.) 


Percentages  Passing  Sieves. 

Tensile  Test. 
Lb.  per  sq.  in. 

Compression  Test. 
Lb.  per  sq.  in. 

No.  4. 

No.  8 

No.  so. 

No.  zoo. 

7  days. 

90  days. 

• 

7  days. 

90  days. 

zoo 

70 

za 

5 

ai3 

613 

2690 

5640 

zoo 

86 

az 

6 

a63 

413 

1915 

4660 

zoo 

09 

36 

3 

Z77 

325 

90s 

3170 

zoo 

97 

38 

6 

178 

383 

1070 

1500 

zoo 

94 

44 

za 

139 

328 

90s 

1x30 

zoo 

xoo 

52 

X4 

xaa 

X70 

27s 

810 

zoo 

100 

94 

48 

80 

149 

330 

^490 

*  From  paper  by  Sanfoid   E.  Thompson  on  *'Sand  fox  Mortar  and  Concrete."  BuDetin  No.  3. 
Aawciation  American  Portland  Cement  Manafactarezs,  X906. 
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of  the  authors,  and  the  second  giving  mechanical  analyses  and  strengths 
of  mortars  made  by  the  New  York  Board  of  Water  Supply. 

PRACTICAL  APPUCATIONS  OF  THE  LAWS  OF  DENSITT 

(a)  The  variation  of  the  sand  in  different  portions  of  the  same  bank 

may  be  utilized  by  requiring  the  contractor  to  mix  two  sizes  without  exact 
measurement,  so  that  the  material  as  delivered  shall  contain  not  less  than 

a  certain  percentage  of  sand  coarse  enough  to  be  retained  on  a  certain 

sieve. 

(6)  K  two  sands  are  available,  a  study  of  their  physical  characteristics 

will  determine  which  is  better  suited  to  the  work  in  hand  as  the  sand  which 

produces  the  smallest  volume  of  plastic  mortar y  when  mixed  with  cement  in 

the  required  proportions  by  dry  weight,  furnishes  the  strongest  and  least 

permeable  mortar. 

(c)  A  good  sand  brought  from  a  distance  at  a  high  price  may  be  more 
economical  than  a  poor  sand  from  a  neighboring  bank. 

(d)  The  relative  value  of  crusher  dust  or  of  sand  in  a  given  locality  may 
be  determined  by  comparing  their  densities  or  the  densities  of  mortars 
made  from  them. 

(e)  Frequently,  a  mixture  of  a  fine  and  coarse  sand,  or  of  sand  and  crusher 
dust,  proportioned  according  to  their  relative  granulometric  compositions 
or  analyses,  may  be  shown  to  produce  a  better  mortar  than  either  alone. 

(/)  To  produce  impermeable  mortar  or  concrete,  it  may  be  economical 
to  screen  a  mixed  gravelly  sand  into  different  sizes,  and  remix  these  in 
proportions  which  will  produce  a  mortar  of  greater  density. 

The  use  of  mixed  sand,  as  described  in  (a),  was  adopted  by  Mr.  Thomas 
F.  Richardson,  Engineer,  for  the  i :  2  Natvu*al  cement  mortar  employed  in 
the  stone  masonry  of  the  Wachusett  dam  of  the  Massachusetts  Metropolitan 
Water  Works,  after  an  exhaustive  study  of  the  comparative  tensile  strength 
and  permeability  of  mortars  made  with  different  sands.  He  required 
the  contractors  to  furnish  sand  so  coarse  that  at  least  50%  would  be 
retained  on  a  sieve  having  30  meshes  per  linear  inch.  The  sand  was 
excavated  by  scrapers,  and  the  condition  was  readily  complied  with, 
whenever  the  sand  in  one  section  was  shown  by  samples  to  be  running  too 
fine,  by  taking  scraper  loads  of  coarse  sand  from  another  location. 

Mixed  or  graded  sands  are  specially  advantageous  when  concrete  is  made 
at  a  central  plant  such  as  a  block  manufactory.  By  using  graded  screen- 
*  ings,  instead  of  the  fine  stone  as  it  came  from  the  crusher,  and  by  slightly 
increasing  the  size  of  the  coarse  aggregate,  Mr.  Thompson  obtained  a 
strength  two  and  one-half  times  as  great  with  the  same  proportions  of 
cement  and  maintained  equal  strength  with  40%  less  cement 
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OompuatiTe  Tests  of  Different  Sands.  One  of  the  most  importaut 
applications  of  the  laws  of  density  is  iu  the  comparison  of  different  sands. 
Void  determinations  of  sand  are  valuelesa  because  of  variations  in  moist- 
ure and  compactness,  but  if  equal  dry  weights  of  each  of  the  sands  to  be 
compared  are  mixed  with  the  same  cement  in  the  proportions  required 
on  the  work,  and  then  gaged  to  plastic  consistency  as  described  on  page 
150,  the  best  sand,  provided  it  does  not  contain  vegetable  loam  or  other 
impurities  toa£Eectitchemically,is  that  which  produces  the  smallest  volume 
of  mortar. 


OONTERSION  OF  MEOHAHICAL  ANALYSIS  TO 
0RAH17L0HETBI0  OOHPOSITIOH 

As  an  illustration  of  methods  of  contrasting  two  different  sands  and  of 
making  practical  use  of  Feret's  researches,  we  may  compare  tests  made  by 
Mr.  R.  L,  Humphrey*  in  connection  with  the  construction  of  the  Pennsyl- 
vania Avenue  Subway,  Philadelphia.  He  found  the  tensile  strength  at  the 
age  of  one  year,  of  i ;  3  mortar  made  with  sand  screened  from  gravel,  to  be 
about  50%  stronger  than  that  made  with  sand  dredged  from  the  Dela- 
ware River.     The  mechanical  analysesf  of  the  two  sands  are  plotted  by 

♦Trjnsaitiors  Americin  Socielj  of  CivQ  Engineers,  Vol.  XLVm,  p.  558. 
jMechinical  Analytil  Cm^m  an  described  in  Chapter    X,  pigr   181. 
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the  authors  in  Fig.  51,  page  1641  from  tables  presented  by  Mr.  Humphrey. 

To  transform  these  mechanical  analysis  curves  to  Feret's  granulometric 
composition,  we  may  draw  on  the  diagram,  ordinates  corresponding  to  the 
sizes  of  sieves  used  by  him,  namely.  No.  5,  No.  15,  and  No.  46.  (See  p.  156.) 
From  inspection  of  the  curve  it  is  evident  that  the  granulometric  composition 
of  the  gravel  sand  is  g  =  0.56,  m  ~  0.35,  f  =  0.09,  and  of  the  river  sand  is 
g  =  0.00,  m  =  0.89,  f  =  o.ii.  Plotting  these  granulometric  compositions 
as  C  and  D  on  Feret's  triangle.  Fig.  49,  and  interpolating  between  contours.^ 
we  find  the  relative  compressive  strengths  of  mortars  made  from  the  two 
sands  to  be,  after  one  year  in  fresh  water,  about  as  1775  is  to  2550,  or  as 
i:  1.44,  while  Mr.  Humphrey's  ratio  of  tensile  strength  for  the  two  mortars 
at  the  age  of  one  year  is  as  304  is  to  470,  or  as  i:  1.53.  These  ratios  are 
remarkably  similar  when  the  differences  in  conditions  are  considered. 

Numerous  tests  have  been  made  in  America*  in  proof  of  the  general  law 
that  coarse  sands  are  stronger  than  fine.  Many  experimenters  have 
seemed  to  reach  the  result  that  coarse  sand  is  stronger  than  mixed  sand. 
In  certain  cases  this  is  undoubtedly  true,  because  of  mixing  the  different 
sizes  in  wrong  proportions,  or  because  the  mortar  of  coarse  sand  contains 
so  large  a  proportion  of  cement  that  the  voids  are  completely  filled  and  the 
addition  of  fine  sand  decreases,  instead  of  increasing,  the  density.  Mortar, 
for  example,  as  rich  as  j  :  2  {i.e.,  one  part  cement  to  two  parts  sand)  of 
coarse  sand  is  as  strong  as,  and  often  stronger  than,  rflortar  of  similar  propor- 
tions made  of  almost  any  mixed  sands,  but  with  leaner  mortars,  a  small 
admixture  of  from  10%  to  25%  of  fine  sand  improves  it.  Natural  sand, 
which  in  appearance  is  very  coarse,  almost  invariably  has  a  small  percentage 
of  very  fine  particles  which,  with  the  fine  grains  of  cement,  may  assist,  in 
the  leaner  mixture,  in  producing  a  dense  mortar.  The  mechanical  analysis 
curves  of  sand  shown  in  Fig.  57,  on  page  190,  are  an  illustration  of  the  fine 
matter  contained  in  all  bank  sands. 

EITEGT  OF  QUANTITT  OF  WATER  UPON  THE  STRENGTH 

OF  MORTARS 

An  excess  of  water  decreases  the  density  of  the  mortar  and  there- 
fore the  strength.  Fine  sands  require  more  water  than  coarse  to  pro- 
duce the  same  consistency.  Hence,  the  weakness  of  fine  sand  mortars. 
(See  p.  160.)  A  large  excess  of  water  injures  the  cement.  (See  p. 
318.)  A  deficiency  of  water  may  affect  the  permanent  strength  of  a 
mortar. 

♦E.  S.  Wheeler  in  Report  Chief  of  Engineers,  U.  S.  A.,  1895,  P*  3°'3»  A.  S.  Cooper  in  Journal 
Franklin  Institute,  Vol.  CXL,  p.  326,  Ira  O.  Baker  in  Journal  Western  Society  of  Engineers,  VoL 

^  P-  73 
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Although  dry  mixed  mortars  usually  test  higher  than  wet,  because 
they  can  be  more  densely  compacted,  more  uniform  results,  in  practice 
as  well  as  in  experiment,  can  be  obtained  with  plastic  mixtures. 

EFFECT  OF  OAOING  WITH  SEA  WATER 

Briquets  gaged  with  sea  water  set  much  slower  than  those  gaged 
with  fresh  water*  but  long  time  testsf  show  no  diflference  in  strength. 
Tests  by  the  authors  in  1909  on  3-inch  cubes  of  1:2:4  concrete  14 
months  old  gave  4  070  pounds  per  square  inch  for  the  specimens  mixed 
with  sea  water  and  3  870  pounds  per  square  inch  for  those  mixed  with 
fresh  water. 

LIMESTONE  SAND  AND  SCREENINGS 

Fine  aggregates  of  limestone  composition,  either  sand  or  screenings, 
usually  produce  a  mortar  of  higher  strength  than  common  sand.  Testa 
by  the  authors  of  natural  limestone  sands  from  Canada  and  northern 
New  York  show  in  certain  cases  as  much  as  50  per  cent,  to  100  per  cent 
greater  strength  than  would  be  expected  of  ordinary  sand  of  similai 
mechanical  analysis.  The  gain  in  strength  is  somewhat  slower  than 
with  quartz  sand.  The  higher  strength  of  mortar  of  limestone  aggre- 
gates probably  is  due  to  their  chemical  composition.  Results  similar 
to  these  have  been  reached  abroad  by  Mr.  P.  Alexandre  and  Mr.  R. 
Feret. 

SAND  VS.  BROKEN  STONE  SCREENINGS 

The  relative  strength  of  mortars  made  from  sand  and  from  screenings 
of  broken  stone  or  crusher  dust  has  occasioned  much  discussion  and  dis- 
pute. It  is  probably  dependent  chiefly  upon  the  relative  density  of  the 
diflFerent  mortars.  Usually,  a  mortar  from  screenings  will  show  higher 
tests,  while  occasionally  mortar  from  sand  will  be  superior,  because  of  the 
difference  in  size  or  of  the  relative  sizes  of  the  particles  or  grains  com- 
posing the  two  materials. 

In  some  cases  the  form  of  grain  exerts  an  influence  upon  the  strength 
of  the  mortar,  but  usually  this  is  of  less  consideration  than  the  mechani- 
cal composition.! 

*P.  Alexandre  in  Annales  dcs  Fonts  et  Chauss^es,  i8go,  II,  p.  33a. 

t Alexandre  and  Feret  in  Commission  des  M6thodes  d'Essai  des  Ma^Haux  de  Construction,  1895,  Vo! 
IV,  p.  III. 

tBaumftteriaUenkimde,  V  Jahxgang  (xf>ooJ  p.  ax,  and  Anxudes  des  Poata  et  Chauaa6ea,  1893.  D. 
p.  134* 
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Dusty  screenings  are  especially  bad  for  granolithic  surfacing  for  side- 
walks, and  must  not  be  used. 


SHARPNESS  OF  SAND 

In  the  past  all  specifications  have  called  for  clean^  "sharp  "  sand  in  spite 
of  the  fact  that  in  many  parts  of  the  country  where  sharp  sand  is  not 
obtainable,  sand  with  rounded  grains  is  furnished  and  used  with  perfect 
satisfaction. 

Comparative  laboratory  tests  under  conditions  as  nearly  as  possible 
identical  uphold  the  practice  of  using  sand  with  rounded  grains.  They 
indicate,  as  may  be  inferred  from  the  previous  discussion  in  this  chapter, 
that  the  chief  difference  in  natural  sands  is  due  to  the  size  of  the  grains, 
and  while  the  sharpness  of  grain  may  exert  a  certain  influence  it  is  of 
so  much  less  importance  than  the  size  of  the  grain  that  the  requirement 
oj  sharpness  for  sand  should  be  omitted  from  concrete  specifications. 

Referring  to  columns  (11)  and  (22)  in  the  table  on  page  146,  and  to 
Fig.  43,  page  154,  it  is  evident  that  the  difiPerence  in  strength  of  nearly  all 
the  mortars  made  with  the  various  sands  is  explained  by  the  differing 
percentages  of  cement  and  densities  without  reference  to  the  character  of 
the  grains.  The  only  noticeable  exception  is  with  the  artificial  sand,  M', 
which  consists  of  mixed  sizes  of  crushed  quartz.  Mr.  Feret*  believes  that 
this  exception  may  be  due  to  chemical  action  produced  by  the  large  quan- 
tity (i  its  weight)  of  impalpable  quartz.  Sand  N',  also  crushed  quartz, 
but  containing  none  of  this  fine  powder,  produces  a  mortar  sinfiilar  in 
strength  to  Uke  mortars  of  natural  sand  having  rounded  grains. 

Other  tests  of  Mr.  Feretf  and  comparative  tests,  in  the  United  States,  of 
mortar  with  crushed  quartz  and  natural  sands  generally  confirm  the  above 

conclusion.    The  variation  in  the  shape  of  the  grains  of  natural  sands  and 

crushed  quartz  is  illustrated  in  Figs.  37,  39,  and  40,  page  136. 

EFFECT  OF  NATURAL  IMPURITIES  IN  THE  SAND  UPON 

THE  STRENGTH  OF  MORTAR 

A  clause  to  the  effect  that  a  sand  for  mortar  or  concrete  shall  be  "clean" 
is  almost  universally  found  in  masonry  specifications.  The  necessity  for 
this  requirement  is  often  questioned  by  cement  experimenters,  because  the 
results  of  tests  of  mortar  to  which  percentages  of  loam  or  clay  have  been 
added,  often  give  higher  results  than  those  of  mortar  made  with  cement  and 
pure  sand. 

^Bulletin  de  la  Soci^t^  d*£ncouragement  pour  Industrie  Nationale,  1897,  Vol.  IL 
fAnnales  des  Fonts  et  Chauss^es,  1892, 11,  p.  114. 
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As  a  matter  of  fact,  It  is  impossible  to  make  a  general  statement  either  to 
the  effect  that  natural  impurities  in  sand  are  beneficial  or  that  they  are 
detrimental.  In  some  cases  fine  material  may  be  of  actual  benefit,  while 
in  others  the  contrary  is  true. 

,  The  case  is  covered  by  three  conditions:  (i)  the  character  of  the  impuri- 
ties; (2)  the  coarseness  of  the  sand;  (3)  the  richness  of  the  mortar. 

Character  of  Impurities.  If  the  fine  material  is  of  ordinary  mineral 
composition,  such  as  clay,  the  mortar  is  affected  only  mechanically,  and 
the  results  depend  upon  the  coarseness  of  the  sand  of  which  the  fine  ma- 
terial is  a  part  and  the  richness  of  the  mortar,  as  indicated  in  paragraphs 
which  follow.  One  exception  to  this  general  rule  is  when  the  clay  is  in 
such  condition  as  to  "ball  up"  and  stick  together  so  as  to  remain  in  lumps 
in  the  finished  concrete.  On  the  other  hand,  a  small  percentage  of  clay 
well  distributed  may  be  valuable  for  making  the  concrete  or  mortar  work 
smooth,  and  especially  for  increasing  its  water-tightness  (see  p.  301.) 

Vegetable  or  Organic  Impurities.  When  the  impurities  are  of  an 
organic  nature,  like  vegetable  loam,  they  frequently  have  been  found  to 
prevent  the  mortar  or  concrete  from  hardening  or  to  retard  the  hardening 
for  so  long  a  period  as  to  make  the  sands  entirely  unfit  for  use.  A  very 
minute  quantity  of  vegetable  matter  may  produce  injury,  so  small  a  per- 
centage in  fact  that  frequently  a  sand  which  has  passed  careful  inspection 
fails  in  practice  to  set  properly  with  any  brand  of  cement;  therefore  a  test 
is  absolutely  necessary  for  any  sand  which  has  a  suspicion  of  organic  matter. 

The  following  tests  of  i  :  3  mortar  made  with  sand  satisfactory  in  appear- 
ance, but  which  nevertheless  caused  the  fall  of  a  concrete  building,  are  given 

Effect  of  Vegetable  Impurities  in  Sand 
By  Sanpord  E.  Thompson,  1908.  {See  />,  168,) 


Sand. 


Tensile  strength 

of  1 :  3  mortar 

at  7  days. 

Lb.  per  sq.  inch 


A* 

Bt 

B  washed 

Wt 

Standard  Ottawa 


Tensile  strength 
of  1 :  3  mortar 

at  28  days. 
Lb.  per  sq.  inch. 


93 
114 

30I 
300 


*  Poorest  portion  of  bank;  reddish  and  dark  in  appearance. 
"I*  Average  sand  from  bank  which  passed  inspection. 

X  A  medium  good  sand  from  another  bank  similar  to  B  in  appearance,  mechaoicai  analjrsis,  and 
chffmiral  composition  except  nearly  free  from  vegetable  impurity. 
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in  the  following  table.  They  are  averaged  from  different  series  and  for  con- 
venience in  comparison  the  results  are  all  converted  to  the  basis  of  standard 
sand  mortar,  considered  as  200  pounds  in  7  days  and  300  pounds  in  28  days. 
The  mortars  were  stored  in  air  to  conform  to  the  actual  conditions.  Com- 
parative tests  on  mortars  from  the  same  sands  stored  in  moist  air  and  in 
water  corroborated  the  results. 

The  cause  of  the  failure  was  traced  in  the  expert  investigation,  to  vege- 
table impurities  in  the  sand  which  had  washed  down  into  the  bank  from  the 
soil  above.  The  poorest  sand,  Ay  showed  by  mechanical  analysis  only 
4%  ^y  weight  of  fine  material  passing  a  No.  100  sieve  and  1.61%  silt  by 
washing,  but  this  silt  was  found  to  contain  nearly  30%  of  vegetable  matter 
corresponding  however  to  only  0.5%  in  the  total  sand.  The  vegetable 
matter  appeared  to  coat  the  grains  of  sand  so  as  to  prevent  adhesion  of  the 
cement  and  also  retarded  the  setting. 

Effect  of  Fine  Material  in  Filling  Voids.  Lean  mortars  may  be  im- 
proved by  small  admixtures  of  pure  clay  or  by  substituting  dirty  for  clean 
sand,  provided  it  is  free  from  vegetable  matter,  because  the  fine  material 
increases  the  density.  Rich  mortars,  on  the  other  hand,  do  not  require  the 
addition  of  fine  material,  and  it  may  be  positively  detrimental,  because  the 
cement  furnishes  all  the  fine  material  required  for  maximum  density.  This 
is  illustrated  in  exf)eriments  by  Mr.  Griesenauer*  in  which  an  admixture  of 
even  2  per  cent  of  clay  (based  on  the  weight  of  the  sand)  slightly  reduced  the 
strength  of  i  :  2  mortar,  while  20%  of  clay,  added  to  the  2  parts  of  sand, 
reduced  the  strength  about  30%.  In  i  :  3  mortar,  on  the  other  hand,  the 
addition  of  2%  slightly  increased  the  strength,  and  there  was  no  appre- 
ciable injury  up  to  20%  addition. 

In  experiments  by  Mr.  E.  S.  Wheelerf  clay  reduced  the  strength  of  neat 
and  I  :  i  mortars,  but  improved  leaner  mixtures. 

In  this  connection,  of  course,  it  must  be  borne  in  mind  that  if  the  sand  is 
composed  largely  of  fine  material,  the  strength  of  the  mortar  is  com- 
paratively low,  as  indicated  in  preceding  pages. 

EFFECT  OF  MICA  IN  THE  SAND  UPON  THE  STRENGTH  OF 

MORTAR 

The  effect  of  mica  in  screenings  from  stone  of  a  micaceous  nature  has 
been  the  subject  of  considerable  controversy.  Tests  by  Mr.  FeretJ  in 
France  indicated  that  the  presence  of  2%  of  mica  has  but  slight  influence 
upon  the  tensile  strength  of  mortar,  but  a  greater  one  upon  its  compressive 

*  Engineering  NewSf  April  28,  1904,  p.  413. 

"f  Report  Chief  of  Engineers,  U.  S.  A.,  1895,  p.  3004,  and  1896,  p.  2827. 

i  Bulletin  de  la  Soci6t6  d'Encourae^ment  pour  Tlndustrie  Nationale,  1897,  Vol.  II. 
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strength.  More  recent  tests  by  Mr.  W.  N.  \^llis*  in  1907  on  mortars 
made  with  standard  Ottawa  sand  into  which  mica  was  introduced  are 
illustrated  in  Fig.  S^*  He  found  that  the  presence  of  mica  increased  the 
voids  and  decreased  the  strength.  The  sand  used  in  tests,  loosely  shaken, 
contained  37%  voids,  but  as  mica  was  added,  the  voids  increased  rapidly 
until  with  20%  mica  the  voids  were  67%  with  a  corresponding  decrease  in 
weight,  and  three  times  the  amount  of  water  was  required  for  mixing. 

It  is  thus  evident  that  the  reduction  in  strength  was  largely  due  to  the 
decrease  in  density  and  not  entirely  caused  by  the  slippery  character  of  the 
grains.  In  crushed  stone  screenings  it  is  probable  that  the  eflFect  of  the 
same  percentage  of  mica  in  the  natural  state  would  be  less  marked. 

Black  mica,  with  a  different  crystalline  form,  is  not  injurious  to  mortar. 
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AGE   OF    MORTAR 

Fig,    5a.— Effect  of  the  Addition  of  Mica  upon  i  :  3  Mortar  of  Standard  Sand. 

By  W.N.Willis,    {^e  p,     170.) 

EFFECT  OF  LIME  UPON  THE  STRENGTH  OF  MORTAR 

As  a  principal  constituent  of  mortar  in  masonry  construction,  lime  is 
inferior  to  cement  in  durability  and  strength.  However,  not  only  because 
of  its  relative  cheapness,  but  also  because  a  small  addition  of  slaked  or 
hydrated  lime  may  increase  the  density  of  the  mortar  and  cause  it  to  work 
easier  under  the  trowel,  a  limited  quantity  often  can  be  used  to  advantage 
in  mortar  which  is  to  be  subjected  to  high  loading. 

For  concrete,  lime,  see  Chapter  XVIII,  is  a  suitable  ingredient  to  fill 
the  voids,  rendering  it  more  impermeable. 

^CemfHt  A^tt  Mar.  1907,  p.  173. 
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Although  Hme  mixed  with  neat  cement  is  apt  to  decrease  its  strength,  in 
combination  with  sand  for  cement  mortars,  a  small  admixture  of  lime  may 
add  to  the  strength  of  the  mortar.  The  questions  as  to  whether  lime  is 
beneficial,  and  as  to  the  amount  which  can  be  used,  are  determined  by  the 
character  of  the  cement,  the  coarseness  of  the  sand,  and  the  proportions  in 
which  the  two  are  mixed.  The  effect  of  lime  in  cement  mortar  or  concrete 
is  chiefly  mechanical.  In  a  porous  mortar  or  concrete  a  small  quandty  of 
it  assists  in  filling  the  voids,  and  if  it  is  thoroughly  slaked  so  as  to  contain 
no  quicklime,  its  expansion  need  not  be  feared. 

Since  even  a  neat  cement  paste  has  35%  to  45%  water  plus  air  voids,  the 
inference  might  be  drawn  that  the  addition  of  Hme  would  increase  its 
density,  and  thus  that  the  lime  would  be  valuable  even  in  very  rich  mortars. 
However,  it  seems  to  be  practically  impossible,  except  under  high  pressure, 
to  replace  the  water  which  occupies  the  voids  in  neat  cement  paste  with 
lime  or  any  other  fine  powder.  But  it  is  evident  that  a  lean  mortar,  such 
as  a  1 :  4,  or  even  a  i :  3,  should  be  improved  by  the  addition  of  lime,  and 
that  this  is  true  is  illustrated  in  the  following  tests  by  Mr.  Louis  C. 
Sabin.'*'  In  these  experiments  the  addition  of  10%  of  Ume — ^based  on 
the  weight  of  the  cement — ^increases  the  strength  of  i :  3  mortar,  and 
as  shown  by  item  (3)  in  the  table,  a  i :  3I  mortar  with  10%  of  lime  is 
stronger  than  a  i:  3  mortar  with  no  lime.  Items  (4)  and  (5)  illustrate 
the  reduction  in  strength  when  the  lime  becomes  more  nearly  a  principal 
ingredient.    Each  value  is  an  average  of  five  briquettes.f 


Effect  of  Lime  Paste  upon  the  Strength  of  Portland  Cement  Mortar. 

By  L.  C.  Sabin.     (See  p.  171.) 


Proportions 

cement 

plus  lime 

to  sand 

by  weight 

Proportioos 

cement 

to  sand 

by  weight 

Cement 

Iime| 

Sand 

Average 
Tensile  Strength. 

at  38  dys. 

at  3  mos 

parts 

parts 

grams 

grams 

grams 

lb.  par 
sq.  m. 

lb.  per 
sq.  m. 

(I) 

1:3 

1:3 

200 

0 

600 

201 

236 

(0 

i:2f 

153 

200 

20 

600 

242 

265 

(3) 

1:3 

i:3J 

180 

20 

600 

238 

264 

(4) 

1-3 

1:4 

150 

50 

600 

168 

171 

(s) 

1 
« 

1-3 

1:6 

100 

100 

600 

57 

70 

*  Report  Chief  of  Engineers,  U.  S.  A  ,  1896,  p.  2825. 

t  See  tests  by  Dr.  E.  W.  Laxdl,  Transactions  American  Society  for  Testing  Materials.  Vol.  Vm. 
rgoB,  p.  4x8. 

tXhe  weii^  of  the  lime  paste  was  2.7  times  the  weigSts  in  this  column. 
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With  another  brand  of  cement  and  sand  of  different  coarseness  the 
relative  quantity  of  lime  to  produce  similai  results  will  differ,  but  the 
general  principle  will  still  hold.  In  determinmg  the  amount  of  lime  to 
add  without  decreasing  the  strength  of  a  certain  mortar,  tests  should  be 
made  with  the  materials  to  be  employed. 

In  scientific  experiments  by  Mr.  Feret*  the  maximum  strength  of  1:4 
mortar  of  Portland  cement  and  sand  from  Saint  Malof  was  reached 
with  an  addition  of  4%  or  5%  by  weight  of  hydrated  lime  powder.  As 
the  mortar  became  richer,  the  lime  had  less  effect,  until  at  proportions 
1:2,  the  addition  of  lime  reduced  the  density,  and  at  proportions  1:1  J 
the  strength  was  also  lowered. 

A  larger  number  of  bricks  can  be  laid  in  a  given  time  with  mortar  con- 
taining lime  than  with  a  lean  cement  mortar  because  the  lime  fills  the  pores 
in  the  mortar  so  that  it  spreads  more  readily  without  crumbling  and  ad- 
heres better  to  the  bricks  in  "  buttering  "  them. 

Unslaked  Lime.  Unslaked  lime  mixed  with  cement  either  for  mortar 
or  concrete  is  liable  to  produce  expansion  in  the  masonry  and  it  is  therefore 
never  permissible  to  use  it  under  any  circumstances.  Builders  recognize 
that  lime,  putty,  or  paste  is  much  improved  by  standing  for  several  days, 
or,  better,  for  months,  before  being  used,  because  all  the  small  lumps  are 
thus  slaked.  This  thorough  slaking  is  especially  necessary  when  Hme  is 
to  be  used,  even  as  a  very  small  ingredient,  in  important  concrete  and 
masonry  construction;  an  admixture  of  even  2%  of  ground  quicklime  may 
seriously  reduce  the  strength  of  the  mortar.  { 

Weight  and  Volume  of  Lime.  In  proportioning  lime  to  cement,  the 
method  of  measurement  must  be  clearly  stated.  The  volume  of  common 
lime  or  quicklime  increases  in  slaking  to  about  2J  times  its  volume  meas- 
ured loose  in  the  lime  cask,  the  exact  increase  varying  with  the  chemical 
composition  and  the  purity  of  the  lime.  The  weight  of  hme  paste  is  about 
2J  times  the  weight  of  the  same  lime  before  slaking.  Hydrated  lime 
powder  also  occupies  more  volume  than  quickhme  from  which  it  is  made. 

GROUND  TERRA-GOTTA  OR  BRICK  AS  A  SUBSTITUTE  FOR  SAND 

Experiments  by  Mr.  Louis  C.  Sabin§  indicated  that  for  a  mortar  of 
light  weight  terra-cotta  may  be  ground  and  used  instead  of  sand.    Tests 

*Chimie  Appliqu^e,  1897 »  P-  481* 

fSee  p.  147- 

t  Report  of  Chief  of  Engineets,  U.  S.  A.,  1895,  p.  3999. 

i  Report  of  Chief  of  Engineers,  U.  S.  A.,  1896,  p.  2866. 
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with  both  Portland  and  Natural  cement  mixed  with  the  ground  terra- 
cotta in  various  proportions  gave  at  the  end  of  three  months  tensile 
strengths  which  are  not  appreciably  different  from  the  strengths  obtained 
with  standard  crushed  quartz.  Red  brick  pulverized*  may  also  be  used 
for  the  same  purpose  with  good  results. 


EFFECT  OF  BEGAGING  MORTAR 

Tests  indicate  that,  up  to  the  time  of  the  initial  set  of  the  cement, 
mortar  or  concrete  may  be  regaged  without  injury.  Beyond  this 
period  the  strength  is  reduced.  The  wetter  the  mix,  the  longer  the  time 
the  mortar  or  concrete  may  stand  without  loss  of  strength  on  regaging, 
probably  because  of  the  slowness  with  which  wet  mortar  sets  and 
hardens.    For  example,  testsf  show  that  the  setting  time  of  neat  ce- 

3600 


'0  2  4         6  6  10         12         14         16         18        20         22        24 

elapsed    Time    Between   Gaging   and  Regaging  in  Hours 

Fig.  53. — Influence  of  Rega^g  on  Compressive  Strength  of  Mortars,  t     {See  p.  174.) 

*Report  Chief  of  Engineers,  U.  S.  A.,  1896.  p.  2830. 
tBy  Sanford  £.  Thompson. 

{Tests  rgx>rted  by  H.  Burchartz  in  Mitteilungen  aua  dem  K5nie^ichen  Materialprufungsamt  zu  Gfos9 
Lichterfelde  West  191  x,  p.  164. 
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ment  paste  may  be  increased  two  and  one-half  times  by  doubling  the 
amoimt  of  water  ordinarily  used  in  testing.  In  the  tests  shown  in 
Fig.  53,  p.  1 73,  mortar  mixed  with  8%  of  water  begins  to  lose  strength 
if  regaged  at  all,  whereas  mortar  mixed  with  io%  of  water  may  stand 
for  nearly  eight  hours  before  regaging,  with  no  loss  ia  strength. 

In  practice,  regaging  of  mortar  that  has  begun  to  stiffen  shoiild  not 
be  permitted.  Under  ordinary  weather  conditions  using  a  medium  or 
wet  mix  the  time  may  be  limited  to  two  hours.  In  hot  weather  or  when, 
for  other  reasons  the  cement  is  quick  setting,  a  shorter  time  must  be 
reqiured. 

When  mortars  and  concretes  are  regaged,  water  must  be  added  until 
normal  consistency  is  reached.  A  mix,  originally  very  wet,  may  re- 
quire no  water  for  perhaps  six  hours,  while  a  dry  mix  needs  additional 
water  at  all  ages.  The  leaner  the  mix  the  less  extra  water  required  at 
regaging. 

The  tests  in  the  figure  show  the  effect  on  the  strength  of  mortars  of 
different  consistencies  regaged  after  various  lengths  of  time  up  to  24 
hours.  The  strength  tests  were  made  at  7  and  28  days.  The  follow- 
ing table  shows  the  effect  of  different  percentages  of  water  on  the  set- 
ting time  of  the  cement  used. 

Setting  Time  of  Neat  Cement  with  Dijferent  Percentages  of  Water*   {See  p,  174.) 


Percestage  of  water  by  weight. 

1 

27% 

32% 

36% 

40% 

Initial  Set 

5    hrs. 
81  hrs. 

7J  hrs. 
16  hrs. 

9  hrs. 
17  hrs. 

0}  hrs. 

Final  Set 

iSihrs. 

The  results  are  in  general  confirmed  by  tests  in  this  coimtry  and 
abroad.  Mr.  Candlotf,  however,  found  that  mortars  regaged  after  12 
and  24  hours,  while  showing  great  loss  in  strength  at  7  and  28  days, 
gave  only  a  small  loss  on  long  time  tests,  but  this  does  not  affect  the 
general  restrictions  against  the  use  of  regaged  mortar  because  in  prac- 
tice it  is  usually  the  strength  up  to  28  days  that  is  critical. 

*  Tests  reported  by  H.  Burcharts  in  Mitteilungen  aus  dem  Kfoiglichen  MatenalprOfungsamt  zu  Grosfr 
Lichterfelde  West  191  x,  p.  164. 

t  E.  Candlot,  Ciments  et  Chauz  Hydrauliques,  1898,  ik  355-365* 


FROPORTIONISG  CONCRETE  ^75 


CHAPTER  X 
PROPORTIONING   CONCRETE 

By  William  B.  Fi  ller* 

IMPQSTJJRS  or  FBOFEB  P&OPOBTIOmra 

The  proper  proportioniog  of  concrete  materials  increases  the  strength 
obtamable  from  any  given  amount  of  cement,  and  also  the  water- tightness. 
Conversely,  it  permits,  for  a  given  requirement  of  strength  and  water-tight- 
ness, a  reduction  in  the  amount  of  cement,  thereby  reducing  the  cost. 

Upon  large  or  important  structures  it  pays  from  an  economic  standpoint 
to  make  very  thorough  studies  of  the  materials  of  the  aggregates  and  their 
relative  proportions.  This  fact  has  been  seriously  overlooked  in  the  past, 
and  thousands  of  dollars  have  sometimes  been  wasted  on  single  jobs  by 
neglecting  laboratory'  studies  or  by  errors  in  theory'.  Since  cement  is 
always  the  most  expensive  ingredient,  the  reduction  of  its  quantity,  which 
may  very-  frequently  be  made  by  adjusting  the  proportions  of  the  aggregate 
so  as  to  use  less  cement  and  yet  produce  a  concrete  with  the  same  density, 
strength  and  impermeability,  is  of  the  utmost  importance. 

TLis  an  example  of  such  saving,  the  ordinary-  mixture  for  water-tight  con- 
crete is  about  1:2:  4,  which  requires  1,51  barrels  of  cement  per  cubic  yard 
of  concrete.  By  carefully  grading  the  materials  by  methods  of  mechanical 
analysis  the  writer  has  obtained  water-tight  work  with  a  mixture  of  about 
I  :  3  :  7,  thus  using  only  0.97  barrels  of  cement  per  cubic  yard  of  concrete. 
This  saving  of  0.54  barrels  is  equivalent,  with  Portland  cement  at  $1.60 
per  barrel,  to  $0.86  per  cubic  yard  of  concrete.  The  added  cost  of  labor 
for  proportioning  and  mixing  the  concrete  because  of  the  use  of  five  grades 
of  aggregate  instead  of  two  was  about  $0.15  per  cubic  yard,  thus  effecting  a 
net  saving  of  $0.71  per  cubic  yard.  On  a  piece  of  work  involving,  say, 
20  000  cubic  yards  of  concrete  such  a  saving  would  amount  to  $14  200.00,  an 
amount  well  worth  considerable  study  and  effort  on  the  part  of  those  in 
responsible  charge. 

Proper  proportioning  is  also  important  for  reinforced  concrete  so  as  to 
give  the  uniformity  and  homogeneity  which  cannot  be  obtained  without 
careful  attention  to  the  proportions  and  grading  of  the  aggregates. 

*The  authors  are  indebted  to  Mr.  Fuller  for  the  material  fur  thib  chapter. 
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METHODS  OF  PROPORTIONING 

It  is  recognized  generally  that  for  Tnaximnm  strength  a  concrete  should 
be  as  dense  as  possible,  that  is,  that  it  shonld  have  the  smallest  practi- 
cable percentage  of  voids.  The  various  methods  of  aiming  toward  this 
result  have  been  outlined  as  follows:* 

(1)  Arbitrary  selection;  one  arbiirary  rule  being  to  use  half  as  much 
sand  as  stone,  as  1  : 2  :  4  or  1  :  3  :  6;  another,  to  use  a  volume  of  stone 
equivalent  to  the  cement  plus  twice  the  volume  of  the  sand,  such  as 
1  : 2  :  6  or  1  :  3  :  7. 

(2)  Determination  of  voids  in  the  stone  and  in  the  sand,  and  propor- 
tioning of  materials  so  that  the  volume  of  sand  is  equivalent  to  the  vol- 
ume of  voids  in  the  stone  and  the  volume  of  cement  slightly  in  excess 
of  the  voids  in  the  sand. 

(3)  Determination  of  the  voids  in  the  stone,  and,  after  selecting  the 
proportions  of  cement  to  sand  by  test  or  judgment,  proportioning  the 
mortar  to  the  stone  so  that  the  volume  of  mortar  will  be  slightly  in  excess 
of  the  voids  in  the  stone. 

(4)  Mixing  the  sand  and  stone  and  providing  such  a  proportion  of 
cement  that  the  paste  will  slightly  more  than  fill  the  voids. 

(5)  Making  trial  mixtures  of  dry  materials  in  different  proportions  to 
determine  the  mixture  giving  the  smallest  percentage  of  voids,  and  then 
adding  an  arbitrary  percentage  of  cement,  or  else  one  based  on  the  voids 
in  the  mixed  aggregate. 

(6)  Mixing  the  aggregate  and  cement  according  to  a  given  mechaiousi 
analysis  curve. 

(7)  Making  volumetric  tests  or  trial  mixtures  of  concrete  with  a  given 
percentage  of  cement  and  different  aggregates,  and  selecting  the  mixture 
producing  the  smallest  volume  of  concrete;  then  varying  the  proportions 
thus  found,  by  inspection  of  the  concrete  in  the  field. 

The  most  practical  method  known  to  the  writer  for  accurately  deter- 
mining the  proportions  of  each  material  is  by  mechanical  analysis  of 
the  aggregates,  as  described  on  page  201. 

Volumetric  synthesis,  or  proportioning  by  trial  mixtures  (p.  196)  is 
another  method,  sometimes  useful,  which  produces  fairly  scientific  results. 

Since  in  many  cases  the  proportions  for  a  concrete  must  be  selected  more 
or  less  arbitrarily,  after  outlining  the  principles  of  proper  proportioning, 
some  of  the  less  exact  methods  which  are  frequently  used  in  practice  will  be 

♦From  "Proportioning    Concrete,"   by  Sanford    E.    Tbompson,  Journal    Association    Engineering 
Societies,  Vol.  XXXVI,  Apr.  1906,  p.  185. 
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taken  up  before  referring  to  the  more  scientific  ones,  and  some  of  the  causes 
for  inaccuracies  of  these  approximate  methods  discussed. 

PRIH0IPLS8  OF  PROPER  PROPORTIONING 

The  principles  underlying  the  correct  proportions  of  the  materials  of 
concrete  are  the  same  as  those  for  mortar,  namely,  that  the  mass  when 
compacted  shall  have  the  greatest  possible  density.  In  order,  therefore,  to 
obtain  a  knowledge  of  correct  proportioning  it  will  be  best  to  first  study  the 
general  conditions  which  are  known  to  affect  density. 

Perfect  spheres  of  equal  size  piled  in  the  most  compact  manner  theoreti- 
cally possible  leave  but  26%  voids.  If  the  spaces  between  such  a  pile  of 
equal-sized  perfect  spheres  were  filled  with  other  perfect  spheres  of  diameter 
just  suflBcient  to  touch  the  larger  spheres,  it  would  take  spheres  having 
relative  diameters  of  0.414  and  0.222  of  the  larger  spheres,  and  the  voids 
in  the  total  included  mass  would  be  reduced  to  20%.  Using  in  this  same 
manner  smaller  and  smaller  perfect  spheres,  it  is  conceivable  that  the 
voids  could  be  reduced  to  so  low  a  per  cent  of  the  total  mass  and  to  a  size 
so  small  as  to  be  only  in  a  capillary  form,  and  thus  prevent  the  passage  of 
water.  This  is  assuming  that  every  particle  is  placed  exactly  in  its  assigned 
place,  but  it  is  inconceivable  that  such  an  arrangement  should  take  place 
under  practical  conditions,  and  in  fact  numerous  trials  by  the  writer  with 
large  masses  of  equal-sized  marbles  have  demonstrated  that  they  cannot  be 
poured  or  tamped  into  a  vessel  so  as  to  give  less  than  44%  voids. 

If  equal  quantities  of  spheres  of,  say,  three  sizes  are  mixed  together,  the 
per  cent  of  voids  in  the  total  mass  immediately  increases,  becoming  about 
65%,  due  probably  to  the  smallest  spheres  getting  between  and  forcing 
apart  the  largest.  If,  however,  the  containing  vessel  is  continually  shaken 
and  the  spheres  stirred  around,  the  smallest  spheres  will  gradually  all 
gravitate  to  the  bottom  and  the  largest  to  the  top  and  the  amount  of  voids 
in  the  total  mass  will  again  approach  44%.  If  a  large  number  of  different 
sized  spheres  are  used,  emplopng  an  increasingly  large  number  of  the 
smaller  sizes  so  that  each  larger  size  may  be  said  to  be  wholly  surrounded 
by  the  next  smaller  size,  the  voids  remain  the  same,  no  matter  what  the 
shaking,  and  will  in  some  cases  reach  as  low  as  27%. 

With  ordinary  stones  and  sands  the  same  law  holds  as  with  perfect 
spheres  except  that  they  do  not  compact  as  closely,  and  the  percentage 
of  voids  under  comparable  conditions  is  larger,  varying  with  the  degree  of 
roughness  and  other  features  of  the  stones  and  sands  used  for  the  ex- 
periments. 

When  dry  cement  is  added  to  a  dry  a&[fi:reeate  of  stone  and  sand  it  acts 
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in  the  same  manner  as  fine  sand,  and  for  obtaining  the  greatest  density 

with  dry  cement,  the  cement  must  replace  an  equivalent  amount  of  fine  sand. 

The  theory  of  a  concrete  mixture  is  well  stated  by  Mr.  Feret*  as  follows: 

The  problem  of  making  the  best  concrete  is  thus  reduced  to  the  selec- 
tion of  a  mixture  of  materials  whose  granulometric  composition!  corre- 
sponds to  the  maximum  of  density,  since  when  this  composition  is  known 
absolute  volumes  of  cement  may  be  substituted  for  equal  absolute  volumes 
of  fine  sand  and  vice  versa,  so  as  to  vary  the  strength  as  desired  while  the 
density  remains  the  same. 

In  other  words,  having  mixed  dry,  inert  materials  in  proportions  neces- 
sary for  greatest  density,  a  portion  of  the  grains  of  the  very  finest  aggregate 
(that  is,  the  finest  particles  of  sand  or  dust)  may  be  replaced  by  a  corre- 
sponding quantity  of  cement  to  the  extent  required  for  the  desired  strength. 
This  is  not  strictly  true  for  concrete  mixtures,  because,  when  water  is  added 
to  dry  cement,  the  cement  particles  are  separated  from  each  other  by  the 
surface  tension  of  the  film  of  water,  and  it  is  no  longer  possible  to  obtain 
as  dense  a  mixture  as  is  theoretically  possible  with  the  dry  mixture. 

The  density  of  concrete  therefore  has  been  found  to  depend  upon  the 
varpng  degree  of  roughness  of  the  stone  and  sand,  the  relative  sizes  of  the 
diameters  of  the  stone,  sand  and  cement,  and  the  amount  of  water  used. 

The  fineness  of  the  cement  particles  and  the  amount  of  water  to  be  used 
are  determined  by  questions  discussed  elsewhere,  and  we  have  to  deal  here 
only  with  the  proportioning  of  the  sand  and  stone. 

DETERMINATION  OF  THE  PROPORTION  OF  OEMENT 

The  most  difficult  question  to  decide  with  accuracy  in  proportioning  is 
the  proportion  of  cement  to  use.  This  is  to  a  considerable  extent  a  matter 
of  mature  judgment,  depending  upon  the  nature  of  the  construction,  the 
degree  of  strength  required  within  a  certain  limit  of  time,  the  required 
watertightness,  the  character  of  the  aggregates,  and  many  other  matters 
which  must  be  considered  in  direct  connection  with  the  work  to  be  done 
and  the  available  materials.  An  engineer  experienced  in  concrete  con- 
struction and  tests  can  estimate  approximately  the  strength  of  concrete 
made  with  certain  materials,  and  select  the  proportions  accordingly.  The 
surest  plan  after  selecting  and  grading  the  aggregates  is  to  make  up  speci- 
mens of  concrete  and  test  its  crushing  strength,  but  this  is  usually  impracti- 
cable for  lack  of  time.  The  next  best  plan  is  to  have  the  tensile  strength 
determined  of  mortar  made  from  the  sand  to  be  used  and  by  comparing 

'HThimie  Appliqu^  1897,  p.  523. 
fProportioning  of  sizes. 
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this  with  the  strength  of  the  martar  of  standard  sand  an  idea  can  he  formed 
of  the  proponi(Hi  of  cement  to  select.  If  a  sand  is  fine,  a  richer  mortar 
must  be  used,  frequently  instead  of  a  i  :  2  selecting  a  i  :  i^  or  even  i  •  i, 
and  the  amount  of  coarse  aggregate  also  reduced  to  accord  with  this. 

An  experimental  plan  which  has  been  followed  to  determine  the  minimum 
quantity  of  cement  which  will  produce  a  concrete  practically  free  from  air 
voids  is  to  mix  the  aggregates  in  the  correct  proportions  as  described  in  the 
pages  which  follow,  compact  them  by  rammfng  or  hard  shaking,  and  then 
determine  their  voids  by  weighing  and  correcting  for  spjecific  gravity.*  The 
sand  should  be  in  the  natural  state  of  moisture  found  in  the  interior  of  the 
hank,  not  because  this  is  the  condition  in  which  it  will  be  mixed  in  the  con- 
crete, but  because  it  may  be  assiuned  in  the  natural  state  to  contain  a 
quantity  of  moisture  varying  with  its  hneness.  If  gravel  is  used  it  may  be 
taken  in  the  same  way,  while  coarse  broken  stone  should  be  dry,  and  dry 
broken  stone  screenings  may  be  mixed  with  about  4%  of  water  by  weight. 
Correction  must  be  made  for  this  moisture  after  weighing  the  mixed  material, 
so  that  the  voids  calculated  will  be  simply  air  voids. 

In  determining  the  quantity  of  cement  to  fill  these  air  voids  it  may  be 
assumed  without  appreciable  error  that  100  lb.  of  cement  will  make  i.o 
cu.  ft.  of  neat  paste.  This  is  a  larger  volume  than  would  result  with  ordi- 
nary plastic  paste,  but  makes  a  slight  allowance  for  the  additional  moisture 
required  for  the  sand  and  stone.  To  the  quantity  of  cement  thus  deter- 
mined 10%  may  be  added,  i.  e.,  10%  of  the  cement,  not  of  the  total  mix- 
ture, to  provide  for  imperfect  mixing. 

FBOFOJCTIOMIIIU  BY  AJUUTHABY  SELKOTION  OF  VOLITMES 

The  common  custom  of  specifying  arbitrarily  the  proportions  of  cement, 
sand  and  stone  in  parts  by  volume,  while  convenient  in  construction,  causes 
wide  discrepancies  in -results  because  of  different  methods  of  measuring  the 
materials.  A  concrete  called  a  i  :  2  :  4  mixture  by  one  man  may  not  con- 
tain any  more  cement  than  a  concrete  termed  a  i  :  3  :  6  mixture  by  another,  t 

Notwithstanding  this,  if  the  units  of  measurement  and  the  methods  of 
measuring  are  stated  definitely,  arbitrary  selection  of  proportions  may  give 
good  results  in  practice,  although  necessitating  a  larger  quantity'  of  cement 
with  consequendy  a  greater  net  cost  than  more  scientific  proportioning 
would  require. 

The  percentage  of  volume  of  sand  required  for  ordinary  gravel  or  broken 

♦Sec  page  m6. 

tThesr  variations  are  discussed  marc  fuiiy  by  the  authors  on  page  mtA, 
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stone  from  which  the  finest  material  has  been  screened  may  be  taken  betweer. 
the  limits  of  40%  and  60%  with  an  average,  which  is  suitable  under  many 
conditions,  of  50%.  If  the  cement  is  taken  as  additional,  which  is  not 
strictly  correct,  this  ratio  corresponds  to  proportions  i  :  i^  :  3,  1:2:4, 
I  :  2^  :  5,  and  1:3:6,  which  are  suggested  by  the  authors  in  Chapter  II 
as  standard  mixtures  for  the  use  of  those  who  are  inexperienced  in  concrete 
work. 

In  cases  where  the  coarse  material  contains  a  good  many  small  particles, 
as  does  crusher  run,  broken  stone  or  graded  gravel,  or  the  sand  is  so  fine 
as  to  flow  readily  into  the  voids  of  the  stone,  the  proportion  of  sand  should 
be  slightly  less  than  half  the  volume  of  stone.  Since  the  cement  also  increases 
the  bulk  of  mortar  and  hence  assists  to  fill  the  voids  in  the  stone,  it  is  sug- 
gested that  with  such  aggregates  the  volume  of  the  stone  be  made  equal  to 
the  cement  plus  twice  the  volume  of  the  sand.  This  would  give  propor- 
tions I  :  i^  :  4,  1:2:5,  I  :  2J  :  6,  and  i  :  3  :  7  for  these  special  conditions. 

Proportions  adopted  by  various  authorities  and  tabulated  on  page  202 
and  203  may  serve  as  a  guide  to  arbitrary  selection. 

It  is  a  good  plan  on  work  which  will  not  warrant  special  tests  and  for 
which  there  is  no  choice  of  aggregates,  to  use  at  first  twice  as  much  stone  or 
gravel  as  sand  and  then  vary  the  relative  proportions  of  the  sand  to  the 
stone  as  the  work  progresses,  governing  this  by  the  way  the  concrete  works 
into  place.  Too  much  sand  will  be  indicated  by  the  harsh  working  of  the 
concrete,  while  if  there  is  too  little  sand,  stone  pockets  are  apt  to  occur  on 
the  surface  of  the  concrete,  and  it  will  be  difficult  to  fill  the  voids  of  the 
stone. 

Screened  vs.  Unscreened  Gravel  or  Broken  Stone.  Unscreened  gravel 
is  often  used  alone  for  the  aggregate,  but  there  is  scarcely  any  case  where 
the  cost  of  screening  and  re-mixing  the  materials  will  not  be  less  than  the 
saving  in  the  cement  by  using  screened  aggregates.  The  quantity  of  sand 
in  different  parts  of  the  same  gravel  bank  always  varies  greatly  and  the  run 
of  the  bank  rarely  contains  sufficient  coarse  stone  to  make  a  dense  concrete. 
If,  as  is  sometimes  the  case,  the  quantity  of  material  coarser  than  i  inch  is 
about  the  same  as  that  which  passes  a  J-inch  sieve,  then,  if  used  without 
screening  the  same  quantity  of  total  aggregate  must  be  used  as  would 
otherwise  be  specified  for  the  coarse  aggregate;  that  is,  instead  of  i  :  2  : 4 
proportions,  the  unscreened  gravel  would  require  i  :  4. 

Broken  stone  as  it  runs  from  the  crusher  will  contain  considerable  dust, 
and  may  sometimes  be  used  economically  by  simply  adding  sand  without 
screening.  However,  there  is  apt  to  be  a  separation  of  the  coarse  particles 
from  the  fine  as  they  roll  down  the  pile  so  that  less  homogeneous  propor- 
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tions  can  be  attained.  Consequently  the  writer  is  in  favor  of  separating 
the  aggregate  into  as  many  parts  as  is  consistent  with  economy  for  the  work 
in  hand.  Even  on  small  work  he  believes  it  preferable  to  screen  out  the 
sand  or  dust  and  re-mix  it  in  the  specified  proportions. 

PROPORTIONING  BT  VOID  DETERMINATION 

The  determination  of  proportions  by  finding  the  volume  of  water  which 
may  be  poured  into  the  voids  of  a  unit  volume  of  stone  and  selecting  a 
volume  of  sand  equal  to  this  volume  of  water  is  one  which  ^ves  no  better 
results  in  practice  than  arbitrary  selection  of  the  proportions,  as  described 
in  the  preceding  paragraphs,  and  varying  the  relative  proportions  of  sand 
to  stone  when  placing.  The  determination  of  the  proportion  of  cement  to 
sand  by  void  measurement  is  still  more  misleading;  in  fact,  for  reasons  dis- 
cussed below,  it  is  so  inaccurate  that  no  consideration  will  here  be  given 
to  it. 

The  theory  of  proportioning  by  voids  is  that  if  the  stone  or  gravel  contains, 
say,  40  per  cent  voids  as  measured  by  the  contained  volume  of  water,  the 
required  volume  of  sand  is  theoretically  40%  of  the  volume  of  the  stone, 
and  supposing  the  ratio  of  cement  to  sand  to  be  as  i  :  2,  the  relation  of  parts 
of  sand  to  parts  of  the  coarse  aggregate  would  be  as  2  :  5,  thus  making  the 
proportions  1:2:5.  Because  of  the  inaccuracy  of  this  method  of  proced- 
ure, as  discussed  below,  it  is  necessary  in  most  cases,  even  although  the 
cement  and  water  will  still  further  increase  the  bulk,  to  take  a  volume 
of  sand,  say  5%  to  10%  in  excess  of  the  voids;  that  is,  for  gravel  with 
40%  voids  to  use  45%  to  50%  of  its  volume  of  sand,  thus  making  the 
proportions  1:2:  4^.  If  the  coarse  material  is  screened  broken  stone  of 
large  size,  say  i^  or  2-inch,  the  volume  of  sand  may  be  taken  equal  to  the 
volume  of  voids  instead  of  in  excess  of  them,  because  the  particles  of  sand 
will  all  be  small  enough  to  fit  into  the  voids  of  the  stone  without  appre- 
ciably increasing  its  bulk.  Such  stone  usually  has  about  45%  to  50% 
voids,  so  that  we  should  have  proportions  i  :  2  :  4^  or  i  :  2  : 4,  the  same 
as  for  the  gravel  concrete. 

The  irregular  distribution  of  the  materials  by  imperfect  mixing  may 
usually  be  disregarded,  because  the  volume  of  gaged  mortar  is  always  in 
excess  of  the  volume  of  sand  from  which  it  is  made. 

Care  must  be  exercised  in  any  case  to  guard  against  a  larger  excess  of 
sand  than  is  absolutely  necessary,  because  the  voids  in  a  concrete  are 
lessened  by  using  stone  in  place  of  sand.  Take,  for  instance,  sand  having 
45%  voids  and  stone  having  40%  voids.  With  the  sand  just  filling  the 
voids  of  the  stone  it  is  easily  calculated  that  the  resultant  mass  has  18% 
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voids;  but  supposing  an  excess  of  io%  of  sand,  there  would  be  io%  of  the 
material  having  45%  voids,  which  means  there  would  be  2.5%  more  voids 
in  the  resultant  mass.* 

Authorities  differ  as  to  whether  the  stone  should  be  loose  or  shaken 
when  determining  the  voids.  Loose  measurement  is  generally  considered 
preferable  because  it  corresponds  more  nearly  to  the  final  volume  of  the 
concrete,  and  more  sand  is  always  necessary  than  will  just  fill  the  voids  of 
rammed  stone,  since  the  sand  and  cement  separate  the  stones  and  prevent 
their  lying  close  together  in  concrete.  In  determining,  however,  the  quan- 
tity of  cement  required  for  the  mixture  of  aggregates  the  materials  should  be 
compacted  as  described  on  page  201. 

The  chief  inaccuracy  of  this  method  of  basing  the  proportions  of  the 
finer  materials  of  a  concrete  mixture  upon  the  water  contents  of  the  voids 
in  the  larger  is  due  to  the  diflFerence  in  compactness  of  the  materials  under 
varied  methods  of  handling,  and  to  the  fact  that  the  actual  volume  of 
voids  in  a  coarse  material  may  not  and  usually  does  not  correspond  to 
the  quantity  of  sand  required  to  fill  the  voids,  and  that  therefore  the  com- 
mon method  of  proportioning  by  basing  the  volume  of  sand  or  of  mortar 
upon  the  volume  of  water  which  can  be  poured  into  the  broken  stone  leads 
to  false  conclusions.  The  reasons  for  this  inaccuracy  are  chiefly  because 
the  grains  of  sand  thrust  apart  the  particles  of  stone,  and  because  with 
most  aggregates  a  portion  of  the  particles  of  sand  or  fine  screenings  are 
too  coarse  to  enter  the  voids  of  the  coarsest  material. 

Even  in  a  mass  of  stones  of  uniform  size  many  of  the  separate  voids  are 
much  smaller  than  the  particles.  If  we  have,  then,  a  mass  of  gravel  rang- 
ing from  fine  to  coarse  or  a  mass  of  crusher-run  broken  stone,  even  with 
the  finest  sand  or  the  dust  screened  out  of  them,  the  individual  voids  are 

* 

many  of  them  so  small  that  a  large  number  of  the  particles  of  natural 
bank  sand  will  not  fit  into  them,  but  will  get  between  the  stones  and  in- 
crease the  bulk  of  the  mass.  On  account  of  this  increase  in  bulk,  even 
with  thorough  mixing  more  sand  is  required  than  th£  actual  volume  of  the 
voids  in  the  coarse  material.  The  separation  of  the  particles  of  stone  by 
the  sand  is  illustrated  in  the  mixture  shown  in  Fig.  2,  page  15. 

To  illustrate  this  important  principle,  an  extreme  example  may  be  cited. 
Suppose  that  we  have  a  mixture  in  equal  parts  of  i-inch  stone  and  J-inch 
stone.  By  the  usual  method  of  reasoning  employed  in  proportioning 
concrete,  if  the  i-inch  stone  has  50%  voids,  we  should  require  a  volume 
of  i-inch,  equal  to  50%  of  the  volume  of  the  i-inch  stone,  in  order  to  fill 

*  See  discussion  by  the  writer  in  Transactions  American  Society  of  Civil  Engineers,  VoL  XLU| 

D.   142* 
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the  voids  in  the  latter.  The  absurdity  of  this  is  apparent,  because  the  two 
stones  are  so  near  a  size  that  the  smaller  cannot  fit  into  the  voids  of  the 
latter,  and  the  bulk  of  the  mixture  is  inappreciably  less  than  the  sum  of 
the  separate  volumes,  that  is,  the  mixture  still  has  nearly  50%  voids.  The 
principle  is  just  as  true,  although  the  total  effect  is  less,  if  we  consider  it 
with  reference  to  the  finer  particles  of  the  gravel  or  the  crusher-run  broken 
stone  and  the  sand  or  fine  screenings  which  are  to  be  introduced  to  fill 
the  voids.  The  azes  of  many  of  the  particles  of  the  latter  are  so 
nearly  equal  to  the  sizes  of  the  smallest  particles  of  the  coarse  material 
that  they  increase  the  total  bulk  instead  of  reducing  the  voids.  They  also 
get  between  the  surfaces  of  the  stone  particles  and  prevent  the  stones  touch- 
ing each  other. 

We  might  conclude  from  the  above  that  the  best  concrete  can  be  made 
with  a  coarse  stone  of  uniform  size  and  a  sand  whose  {)articles  are  all 
small  enough  to  fit  into  its  voids;  in  fact,  this  is  the  conclusion  reached  by 
the  advocates  of  broken  stone  of  uniform  size  in  preference  to  crusher-run 
stone. 

Our  experiments  indicate  that  while  this  may  be  true  in  theory,  in  prac- 
tice in  making  concrete  the  graded  materials  give  about  the  same  density 
and  work  rather  smoother  in  handling  and  placing. 

The  point,  however,  which  is  to  be  emphasized  is  the  inaccuracy  of 
determining  the  exact  volume  of  sand  or  mortar  by  simply  measuring  the 
water  contents  of  the  voids  in  the  coarse  aggregate. 

The  sele.'^on  of  the  proportion  of  cement  by  determination  of  the  water 
contents  of  the  voids  in  sand  is  even  more  inaccurate  than  the  propor- 
tioning of  sand  to  stone  by  void  measurement.  The  varying  effect  of 
moisture  on  the  sand  so  influences  the  volume  of  the  voids  that"  their  deter- 
mination is  chiefly  important  as  an  aid  to  the  judgment;  and  as  a  matter 
of  fact,  although  in  practice  the  quantity  of  cement  is  supposed  to  depend 
upon  the  volume  of  voids  in  the  sand,  it  is  customary  to  select  a  definite 
relation  of  cement  to  sand  varying  according  to  the  character  of  the  con- 
struction from  I  :  I  to  I  :  3,  recognizing,  however,  that  fine  sand — ^and  fine 
sands  in  an  ordinary  state  of  moisture  will  almost  always  have  the  distin- 
guishing characteristic  of  a  lighter  weight  per  cubic  foot  than  coarse  sands 
and  a  consequently  larger  percentage  of  voids — requires  more  cement 
for  equivalent  strength. 

As  already  stated,  if  the  work  is  too  small  to  warrant  a  thorough  study 
of  the  materials  by  mechanical  analysis  or  volumetric  synthesis,  or  some 
other  scientific  method,  it  is  evident  from  the  above  discussion  that  it  is 
nearly  as  accurate  to  determine  the  proportions  by  arbitrary  selection  (see 
p.  178)  as  by  a  studi^  of  voids. 
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RAFTER'S  METHOD  OF  PROPORTIONINa 

Mr.  George  W.  Rafter*  has  called  attention  to  the  method  of  propor- 
tioning the  mortar  as  a  percentage  of  the  volume  of  the  stone  slightly 
shaken,  the  relation  of  cement  to  sand  having  been  determined  by  the 
required  strength  of  concrete. 

Quoting  from  specifications  for  the  Genesee  Dam,  the  concrete  is  pro- 
portioned as  follows: 

In  forming  concrete  such  a  proportion  of  mortar  of  the  specified  com- 
position will  be  used  as  may  be  found  necessary  by  trial  to  a  little  more 
than  fill  the  voids  in  the  aggregate.  Tests  of  the  voids  will  be  made  from 
time  to  time  under  the  direction  of  the  engineer,  and  instructions  given 
as  to  the  per  cent  of  mortar  of  the  specified  composition  to  be  used.  For 
the  information  of  the  contractor,  in  the  way  of  computing  the  cost  of 
concrete  of  the  quality  herein  required,  it  may  be  stated  that  ordinarily 
the  per  cent  of  mortar  will  be  about  33  per  cent  of  the  measured  volume 
of  the  aggregate.  In  case  of  the  use  of  a  certain  proportion  of  gravel  in 
the  aggregate,  the  proportion  of  mortar  may  be  reduced  to  somewhat  less 
than  30  per  cent. 

This  method  of  proportioning  is  more  accurate  than  the  usual  procedure, 
because  there  is  less  apt  to  be  an  excess  of  mortar.  It  does  not,  however, 
take  account  of  the  fact  that  with  a  coarse  aggregate  of  var3ring  sized 
particles  some  of  the  grains  of  sand  are  too  large  to  fit  into  the  voids  of  the 
stone,  and  that  therefore  the  coarse  and  fine  aggregates  must  be  studied 
together. 

An  examination  of  the  analysis  of  the  sand  used  by  Mr.  Rafter  indicates 
that  to  its  fineness  was  due  the  small  proportion  of  mortar  to  stone  which 
he  was  able  to  use.  Ninety-two  per  cent  of  the  sand  passed  a  No.  30 
sieve,  so  that  the  grains  Vere  small  enough  to  enter  the  voids  of  the  stone 
without  appreciably  increasing  the  bulk  of  the  concrete. 

FRENCH  BUTHOD  OF  PROPORTIONING 

In  France,  proportions  are  ordinarily  stated  in  terms  of  the  volume  of 
mortar  to  the  volume  of  stone,  and  the  mortar  is  described  by  the  number 
of  kilograms  of  Portland  cement  to  i  cubic  meter  or  liter  of  sand. 

The  following  table  gives  the  nominal  proportions  in  English  measure 
based  on  a  volume  of  3.8  cubic  feet  corresponding  to  similar  French  pro- 
portions based  on  kilograms  of  cement  to  a  cubic  meter  of  sand. 

♦'^On  the  Theory  of  CoDcrete*'  Transactions  American  Society  Civi)  Engineers,  Vol.  XLU, 
p.  104. 
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Afnerican  Equivalents  oj  French  ProporUons.     {See  j>.  it>4.) 


ine.  kllu|cmm^    „«,  c^^^nt  to 
rawni  per  ^^^  i, 

cubir  meter  volume.* 


Poundc:  of 

eenkent  per 

cubic  foot 

of  iiaocL 


2DO 
300 
400 
500 
600 


I 
I 
I 
1 
I 


:  &.0 

:  5  •  3 
:  4.0 


12.5 
18.7 

25 .  o 

31-3 
37  -5 


Freucb  meat>- 

ure   kiiofn:aixu> 

oeiuent  per 

cubic  foot 

of  saud. 


700 

tiOO 

1000 

1200 

1600 


Ameri< 

cau  meab- 

FtiUlid^  of 

ure,  oemeiit  u- 

€»fiiien'.   per 

tjuud  bj' 

cubic  loot 

vol 

ume.* 

Ul    HilliG. 

■2.:, 

43-7 

.2.0 

5c.  0 

:  1.6 

02  .5 

J 

;  1-3 

75-0 

:  1  -c 

100.0 

vProportioBfi  fawned  on  standard  weisht  of  eemeiit,  i.  e.,  100  puuud>  per  cubic  foot 

Concrete  in  Fiance  is  frequently  designated  with  respect  to  the  ratio 
of  mortar  to  stone;  for  example,  one  volume  of  mortar  to  two  volumeb  of 
stone,  the  mortar  then  being  des^nated  as  indicated  in  the  above  table. 
To  express  the  parts  more  definitely,  the  basis  is  sometimes  a  cubic 
meter  of  sand:  for  example,  650  kilc^ams  cement  to  one  cubic  meter 
sand  to  1,8  cubic  meter  stone,  this  corresponding  substantially  to  pro- 
portians  i  :  2^  :  4^  by  volume,  as  ordinarily  used  in  America. 

MIMMAIflflAT.  AHALY8IS 

Mechanical  analysis  consisi>  in  separating  the  particles  or  grains  of  a 
sample  of  any  material,  —  such  as  broken  stone,  gravel,  sand  or  cement,  — 
into  the  various  sizes  of  which  it  is  composed,  so  thai  the  material  ma}"  be 
represented  by  a  curve  (see  Fig.  55,  p.  188)  each  of  whose  ordinales  L^  the 
percentage  of  the  weight  of  the  total  sample  which  passes  a  sieve  having 
holes  of  a  diameter  represented  b}'  the  distance  of  this  ordinate  from  the 
origin  in  the  diagram. 

The  objects  of  mechanical  analysis  curves  as  applied  to  concrete  aggre- 
gates are  (iHo  show  graphically  the  sizes  and  relauve  sizes  of  the  particles: 
{ 2 )  to  indicate  what  sized  particles  are  needed  to  make  the  aggregate  more 
nearly  perfect  and  so  enable  the  engineer  to  improve  it  b}'  tlie  addition  or 
substitution  of  another  material;  and  (3)  to  afford  means  for  determining 
best  proportions  of  different  aggregates. 

To  determine  the  relative  sizes  of  the  particles  or  grains  of  which  a  given 
sample  of  stone  or  sand  is  composed,  the  different  sizes  are  separated  from 
each  other  by  screening  the  material  through  successive  sieve:?  of  increasing 
fineness.  After  sieving,  the  residue  on  each  sieve  is  carefuli}  weighed,  and 
beginning  with  that  which  has  passed  the  finest  sieve,  tiie  weigh ls  are  sue- 
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cessively  added,  so  that  each  sum  will  represent  the  total  weight  of  the 
particles  which  have  passed  through  a  certain  sieve.     The  sums  thus 
obtained  are  expressed  as  percentages  of  the  total  weight  of  the  sample 
and  plotted  upon  a  diagram  yrith  diameters  of  the  particles  as  abscissas 
and  percentages  as  ordinates.     The  method  of  plotting  and  the  uses  of 
the  curves  thus  obtained  are  fully  'io='-rih«i  in 
the  pages  which   follow.     In  appei 
is  given  a  more  detaUed  and  mathen 
ment  of  the  method  of  combinin| 
analysis  curves  than  is  given  in  this 

Sieves  and  Other  App&ratas.  T 
apparatus  for  a  mechanical  analys 
a  set  of  sieves  and  scales  for  weigh! 
may  b^  added  a  mechanical  shaker 
p.  i86,  of  which  various  forms  a 
but  satisfactory  results  are  oblaine 
work.  A  standard  size  of  sieve  is 
diameter  and  2J  inches  high.  Sievt 
ings  of  J  inch  or  larger  are  prefers 
spun  hard  brass  with  circular  ope 
to  the  exact  dimensions  required. 
openings  of  o.io  inch  and  less  are  ] 
woven  brass  wire  set  into  a  hard 
.  brass  frame.  Woven  brass  sieves 
are  made  for  many  purposes,  and 
are  sold  by  numbers  which  are 
approximately  the  number  of 
meshes  to  the  linear  inch. 

For  separating  particles  smaller 
than  those  passing  through  a  No. 

200    sieve,  the  winnowing  device       pjo,  34.— Mechanical  AmIjfms  Sieves 
described    on    page    88   may    be  and  Shaker.    {See  p.  :86.) 

used. 

The  number  and  sizes  of  sieves  to  be  used  depends  upon  the  import- 
ance of  the  testing  to  be  done.  The  manufacturers'  catalogues  give 
complete  lists  where  the  openings  of  successive  sizes  varies  very  little. 
For  ordinary  concrete  work  a  large  number  is  not  warranted.  The 
following  list  of  sieves  has  been  found  to  give  satisfactory  results  in 
laboratory  practice: 
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r*A             f^' 

SaodSirveft 

Stone  Sieves 
Diameter  of  Hok 

ConuaeKial  No. 

Diameter  in  inches. 

Hole. 

Wire 

3.00 
2.50 
2.00 

I  SO 
1. 00 

0.7s 
0.50 

0.25 

\  inch  rmind 
No.      7 
No.    12 
No.    20 
No.    30 
No.    50 
No.    90 
No.  200 

O.III 

0.056 

0.033s 

0.0198 

0.0120 

0.0059 

0.0029 

0.032 

0.027 

0.0165 

0.013s 

0.0080 

0.0052 

0.0021 

If  uniformly  varying  sp)acing  is  desired  for  sieve  mesh,  the  widths  of 
openings  may  be  made  proportional  to  their  logarithms.  For  example, 
if  10  sieves  are  desired,  the  logarithms  of  the  widths  of  openings  of  the 
largest  and  the  smallest  are  f omid  and  by  direct  proportion  the  logarithms 
of  the  intermediate  sieves  are  fixed.  The  width  of  opening  correspond- 
ing to  each  logarithm  is  then  found  and  the  nearest  convenient  sieve 
selected. 

After  the  aeves  are  obtained  it  is  necessary  that  they  should  be  veiy 
carefully  calibrated  to  ascertain  the  average  diameter  of  the  mesh.  This 
should  be  done  by  averaging  the  diameters  of  the  openings  measured  in  two 
positions  at  right  angles  to  each  other,  as  the  meshes  of  commercial 
sieving  are  not  exactly  square.  Sieves  having  meshes  exceeding  o.io 
inch  are  most  conveniently  calibrated  by  ordinary  outside  calipers;  those 
having  meshes  of  less  diameter,  by  a  micrometer  microscope. 

When  many  analyses  are  to  be  made,  it  is  convenient  to  have  a  printed 
cross  section  form,^  with  appropriate  spaces  for  filling  in  the  number 
of  the  analysis,  description  of  the  material,  location  of  the  work,  and 
other  facts  relating  to  the  material. 

Plottmi^  AnadysiB  Oiirves.  For  those  who  are  unfamiliar  with  me- 
chanical analysis  a  detailed  explanation  of  the  method  of  locating  the 
curve  is  here  given.  The  method  can  best  be  understood  by  referring 
to  the  diagrams  of  typical  materials  which  are  also  of  practical  inter- 
est as  illustrating  the  curves  which  may  be  expected  in  special  cases. 

^^S-  5S>  P*  i88>  represents  a  typical  mechanical  analysis  of  crusher-run  mi- 
caceous quartz  stone  which  has  been  run  through  a  }-inch  revolving  screen  so 
as  to  separate  partides  finer  than  \  inch,  that  is  the  dust,  for  use  with  sand. 

For  a  sample  of  stone,  which  may  be  taken  by  the  method  of  quarteriog 
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described  on  page  344,  i  ocx>  gr.  is  a  convenient  quantity  for  S-incb 
diameter  sieves  2J  inches  in  depth,  and  also  permits  of  easy  reduction 
from  weights  to  percentages.  To  obtain  the  analysis  shown  in  Fig.  55, 
the  sample  of  stone  is  placed  in  the  upper  (coarsest)  sieve  of  the  nest 
of  stone  sieves  given  in  list  below,  and  after  i  000  shakes  the  nest  is 
taken  apart,  and  the  quantity  caught  on  each  sieve  is  weighed  begin- 
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P'iG.  55. — ^TVpical  Mechanical  Analysis  of  Crusher-Run  Micaceous 

Quartz  Stone.     {See  p.  187.) 

ning  with  the  finest  and  placing  each  successive  residue  on  the  scale  pan 
with  that  already  weighed.  The  results  obtained  in  the  particular 
case  under  consideration  are  illustrated  in  the  following  table  which 
shows  the  method  of  finding  the  percentages. 

Results  of  Screening  Samples  of  Stone  of  Fig.   55. 


Size  sieve 
Inches. 

Amount  finer  than 
each  sieve 
giams. 

Percentage  finer 
^han  each  sieve 

1.50 

801 

80 

1. 00 

457 

46 

0.67 

222 

22 

0.45 

99 

XO 

0.30 

27 

3 

0.20 

19 

9 

o.is 

8 

z 

o.zo 

0 

Thevarious  percentages  are  plotted  on  the  diagram  and  thecurvedrawn 
through  the  points.     The  vertical  distance  from  the  bottom  of  the  diagram 
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to  the  curve,  that  is,  the  ordinate  at  any  point,  represents  the  percentage 
of  the  material  which  passed  through  a  single  sieve  having  holes  of  the 
diameter  represented  by  this  particular  ordinate.  Since  the  percentage  of 
material  passing  any  sieve  is  always  the  complement  of  the  percentage  of 
grains  coarser  than  that  sieve,  the  vertical  distances  from  the  top  of  the 
diagram  down  to  the  curve  represents  the  percentages  which  would  be 
retained  upon  each  sieve  if  employed  alone.  For  example,  taking  1.25, 
62%,  the  distance  from  the  bottom  of  the  diagram,  represents  the  percentage 
of  material  finer  than  i{  inch  diameter,  and  38%,  the  distance  down  from 
the  top  of  diagram,  represents  the  percentage  coarser  than  i  J  inch. 

Fig.  56  represents  a  typical  analysis  of  crushed  trap  rock  which  has  been 
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Fig.  56-  —  Typical  Mechanical  Analysis  of  Crushed  Trap  Rock  Separated  into  Thnv 
Sizes  by  Revolving  Screens  having  3,  i),  |  and  \  inch  perforations.     {Set  p,  zSq*) 


separated  into  stone  of  three  sizes  and  dust,  by  a  revolving  screen  2  feci 
6  inches  in  diameter  and  1 2  feet  long  set  on  a  slope  of  i  foot  9  inches.  This 
was  made  up  of  four  sections  having  respectively  3,  ij,  }  and  \  inch  per- 
forations. The  curves  not  only  show  the  sizes  of  trap  rock  which  ordinarily 
pass  through  crusher  screens  of  given  diameter  of  hole,  but  also  illustrate 
how  inefficient  the  screening  process  may  be.  For  example,  if  the  sizes  of 
the  particles  had  corresp)onded  exactly  to  the  diameters  of  the  holes  and 
the  screening  had  been  more  perfecdy  done,  we  should  have  had  curves 
whose  general  direction  and  location  is  shown  by  the  dotted  lines  No. 
2i,  No.  3i,  and  No.  4i,  that  is,  for  example,  No.  3,  since  it  represents 
stone  which  passes  a  1}  inch  screen  and  which  is  retained  on  a  J  inch  screen, 
should  occupy  a  position  between  the  ordinates  representing   1.50  and 
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0.75  diameters.  If  the  stone  had  rumbled  longer  in  the  screen  because 
of  flatter  slope  or  screen  sections  of  greater  length,  the  curves  would  have 
approached  more  nearly  to  these  dotted  lines. 

Typical  curves  of  a  fine,  a  medium  well  graded,  and  a  coarse  sand  are 
shown  in  Fig.  57.    For  convenience  in  plotting,  the  horizontal  scale  is  ten 
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Fio.  s?.  — Typical  Mechanical  Analyses  of  Fine.  Medium,  Well  Graded 
and  Coarse  Sands.     (5m  f.  iqoO 

times  greater  than  that  of  Figs.  55  and  56,  the  diagram  showing  diameters 
ranging  from  o  to  0.200  inches  diameter.  The  "granulometric  composi- 
tion" of  these  sands  may  be  determined  if  desired  by  reference  to  page  i6a. 
The  mechanical  analysis  of  crusher  dust  is  apt  to  vary  between  the  curves 
of  fine  sand  and  medium  sand  which  are  shown  in  Fig.  57. 

STUDIES  OF   THE  DENSITT  OF   OONORETE 

!n  the  year  190!  the  writer,  through  the  permission  and  assistance  of 
Mr.  E.  LeB.  Gardiner,  Vice-President,  and  Mr.  J.  Waldo  Smith,  Chief 
Engineer,  of  the  East  Jersey  Water  Company,  was  enabled  to  make  an 
extended  series  of  experiments  on  the  comparative  strengths  of  different 
proportions  of  concrete  aggregate.  Many  mixtures  01  different  propor- 
tions were  made  up  into  beams,  their  curves  of  mechanical  analyses  drawn 
as  explained  above,  and  the  strength  of  the  beams  determined  by  breaking 
tests.* 

These  tests  indicated  that  the  strength  of  concrete  varies  with  the  per- 
centage of  cement  contained  in  a  unit  volume  of  the  set  concrete,  also  with 

*  The  RTEuhi  of  tbac  lea»  are  preunicd  in  th«  table  on  pages  a*  and  I3S. 
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the  density  of  the  specimen.  With  the  same  percentage  of  cement,  the 
densest  mixture,  irrespective  of  the  relative  proportions  of  the  sand  and 
stone,  was  in  general  the  strongest.  These  tests  further  indicated  that  for 
the  materials  used  there  was  a  certain  mixture  of  sizes  of  grains  of  the 
aggregate  which,  with  a  given  percentage  by  weight  of  cement  to  the  total 
aggregate,  gave  the  highest  breaking  strength.  In  practice  also  it  was 
found  that  the  concrete  made  with  this  mixture  worked  most  smoothly  in 
placing. 

These  tests  led  to  a  still  more  extended  series  by  the  writer  and  Mr. 
Sanford  E.  Thompson  at  Jerome  Park  Reservoir,  New  York,  in  1903  and 
1904,  under  the  authorization  of  the  Aqueduct  Commission  of  the  city  of 
New  York,  Mr.  J.  Waldo  Smith,  Chief  Engineer. 

The  method  of  procedure  and  the  results  of  the  tests  are  given  in  full  in 
a  paper  on  "The  Laws  of  Proportioning  Concrete,"  by  William  B.  Fuller 
and  Sanford  E.  Thompson,  Transactions  American  Society  Civil  Engineers, 
Vol.  LIX,  p.  67,  1907.  The  experiments  were  begun  with  a  series  of  tests 
on  the  density  of  different  mixtures  of  aggregate  and  cement  to  determine 
the  laws  of  proportioning  for  maximum  density  for  different  materials, 
and  these  density  experiments  were  followed  by  the  manufacture  of  con- 
crete specimens  in  the  attempt  to  determine  the  relation  between  the  laws 
of  strength  and  the  laws  of  density. 

The  mechanical  analysis  diagram  furnished  a  ready  means  of  studying 
the  eflfect  of  various  sized  particles  on  the  density  of  concrete.  For  this 
purpose  crusher-run  stone  and  bank  gravel  were  screened  into  twenty-one 
sizes  ranging  from  3  inches  down  to  that -passing  a  No.  100  sieve,  having 
meshes  0.0027  inch  in  diameter.  These  sized  materials  were  then  re-com- 
bined in  a  predetermined  mechanical  analysis  curve  by  weighing  out  the 
necessary  quantities  of  each  size. 

This  material  was  next  thoroughly  mixed  with  a  given  weight  of  cement 
and  the  whole  amount  wet  and  mixed  and  tamped  into  a  strong  cylinder  in 
which  its  volume  could  be  measured.  This  batch  was  then  thrown  away 
and  another  batch  made  up  according  to  another  mechanical  analysis  curve 
and  its  volume  recorded.  In  this  way  over  400  different  mechanical  analysis 
curves  were  tested  as  to  volume  for  the  purpose  of  determining  the  ideal 
curve  corresponding  to  the  densest  concrete  mixture. 

Both  broken  stone  and  gravel  were  used  in  the  tests,  and  to  reduce  the 
number  of  variables,  most  of  the  experiments  were  made  upon  the  same 
proportions,  using  10  per  cent  by  weight  of  cement  to  the  total  dry  materials, 
corresponding  to  proportions  i  :  9  by  weight. 

In  all  of  the  tests  instead  of  following  the  more  usual  plan  of  testing:  the 
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aggregate  separately,  every  experiment  was  performed  with  a  mixture  of 
the  aggregate  and  cement  gaged  with  the  water  necessary  to  produce  the 
proper  consistency.  The  water  was  found  necessary  both  in  theory  and 
practice.  The  cement  and  water  actually  occupy  space  in  the  mass,  since 
many  of  the  voids  are  too  small  for  the  grains  of  cement  to  fit  into  them 
without  expanding  the  volume  and  the  water  also  occupies  actual  bulk  in 
the  concrete.  Besides  this,  a  concrete  mixed  up  with  water  is  easier  and 
smoother  to  handle  than  a  mixture  of  dry  materials  alone  which  tend  to 
separate  when  being  placed. 

Curve  of  M^Timnm  Deiudty.  The  Little  Falls  tests  made  by  the  writer 
indicated  that  the  curve  at  greatest  density  was  substantially  a  parabola. 
The  Jerome  Park  tests  based  on  a  larger  number  of  experiments  define  the 
curve  still  more  accurately  as  a  combination  of  an  ellipse  and  a  straight  line.* 

One  of  the  most  interesting  developments  was  that  a  curve  of  substan- 
tially the  same  form  would  fit  different  materials  whatever  the  maximum 
size  of  the  stone.  The  J-inch  stone,  for  example,  required  but  very  slight 
change  in  curve  equation  from  the  2j-inch  stone. 

The  maximum  density  curve  then  was  found  'to  consist  of  a  combination 
of  an  ellipse  t  and  a  straight  line,  the  ellipse  being  first  constructed  with  its 

*  Mr.  Fuller's  method  of  proportioning  the  materials  so  that  their  mixture  will  form  a  smooth, 
clearly  defined  curve  appears,  on  its  face,  to  conflict  with  Mr.  Feret's  conclusion  (see  p.  x6o)  that  the 
best  mixture  of  sand  and  cement  for  mortar  is  made  up  of  coarse  and  fine  grains  only,  with  no  inter- 
mediate grains.  For  sand  mortars,  Mr.  Feret's  methods  are  undoubtedly  more  exact  than  Mr. 
Fuller's,  but  for  a  concrete  mixtiire  the  conditions  are  di£Ferent,  and,  as  we  have  stated  on  page  153, 
more  than  two  sizes  of  materials  are  theoretically  necessary  for  obtaining  the  densest  mixture.  In 
practice,  too,  all  classes  of  materials  are  more  or  less  varied,  and  experiments  show  that  the  particles 
wiU  best  fit  into  each  other  if  the  sizes  are  graded.  The  best  proof  of  the  practical  efficiency 
of  Mr.  Fuller's  method  lies  in  the  fact  that  he  has  employed  it  day  after  day  for  determining  the 
proportions  of  the  aggregate  for  concrete  used  in  constructing  thin,  water-tight  walls.  The  pro- 
portions used  by  him  for  such  work  are  about  1:3:7,  whereas  for  water-tight  construction  where 
the  materials  are  not  scientifically  graded  1:2:4  mixtures  are  commonly  used. 

The  method  is  exact  and  scientific  and  not  ''rule-of-thumb.*'  The  nature  of  the  materials  and 
their  variation  from  hour  to  hour  makes  great  refinement  unnecessary,  so  that  an  accuracy  of,  say, 
2%  or  3%  in  the  percentages  are  all  that  is  necessary  in  practice.  Although  further  tests  may  show 
that  for  other  materials  the  form  of  the  curve  varies  from  that  indicated  by  Mr.  Fuller,  the 
general  method  of  anal3rzing  materials  and  combining  the  curves  is  undoubtedly  applicable  what- 
ever the  form  of  the  curve,  so  that  Mr.  Fuller's  general  principles  and  methods  still  hold. 

j*  In  practice  ellipses  may  be  most  readily  plotted  graphically  by  the  Trammelpoint  method  as 
follows: 

Plot  the  major  and  minor  axes  on  the  diagram.  The  major  or  horizontal  axis  in  all  cases  is  on  & 
Une  7%  above  the  base.  The  minor  or  vertical  axis  is  at  a  distance,  a,  to  the  right  of  the  vertical 
zero  ordinate  of  the  diagram.  Lay  a  strip  of  paper  or  a  thin  straight-edge  upon  the  major  or  hori- 
zontal axis,  and  mark  upon  it  two  points  to  represent  the  length  of  the  semi-major  axis,  calling  one 
of  these  points — the  point  on  the  zero  ordinate — 0,  and  the  other  point  A.  Mark  off  on  the  strip 
or  straight-edge,  in  the  same  direction  from  0,  the  length  of  the  semi-minor  axis,  calling  this  point 
B.  Now,  swing  the  strip  of  paper  or  straight-edge  little  by  little  so  that  the  outline  of  the  curve  may 
be  marked  off  by  the  point  0,  while  the  points  A  and  B  are  kept  at  all  times  upon  the  axes  b  and  a 
respectively.  The  straight  lines  to  continue  the  curves  are  drawn  as  tangents  to  them,  or  may  be 
readily  plotted  from  the  data  on  the  following  page. 
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major  axis  coinciding  with  7  per  cent  Hne  of  percentages,  and  the  equation 

1? 
<.if  the  ellipse,  using  the  zero  coordinates  of  the  diagram,  being  (y  —7)'   **  — 

or 

:  2ax  —  jc*  ).  One  of  the  ideal  curves  is  illustrated  in  Fig.  58,  page  197, 
showing  the  general  form  which  it  takes. 

In  practice  it  was  necessary  to  raise  the  curve  somewhat  higher,  that  is, 
to  use  more  sand  than  the  veiy  careful  laboratory  tests  would  indicate  as 
the  ideal  mix. 

The  values  of  tk  and  b  for  the  different  materials,  including  the  cement 
for  the  Ideal  Mix,  baaed  on  the  Jerome  Park  stone  and  Cowe  Bay  sand  and 
graveL  which,  as  already  stated,  were  fairly  representative  materials,  are  as 
follows: 

Data  for  Plotting  Ellipses  in  Curves  of  Ideal  Mix. 


Materials. 


Ideal  Mix 
Axeb  uf  EilipK. 


Oushed  stone  and  sand  .  .  ■  . 

Grravel  and  sand 

Crushed     stone    and    screen- 
ings  


0.04 -ho.  16D 
0.04  +0.  16D 

0.035  4-o.l4l> 


28.  5 -4-1.  3D 
26.4  -I-I.3D 

29.4+  2. 2D 


In  tiuB  table,  L>  *  the  masdminxi  diameter  of  the  stoiie.  in  inehea. 

For  the  Practical  Mix  the  values  of  6  must  be  greater  so  as  to  give  a 
higher  curve  with  more  of  the  finer  material.  A  quick  and  sufficiently 
accurate  method  of  drawing  the  curves  far  the  practical  mix  is  to  draw  a 
straight  line  from  the  point  where  the  largest  diameter  stone  reaches  the 
100^  line  to  the  point  on  Ihe  vertical  ordinate  at  zero  diameter  given  in 
Column  (i)  in  the  following  table. 

Data  for  Plotting  Curves  of  Practical  Mix. 


Materials. 


Trashed  stone  and  sand.; 

Gravel  and  sand 

Crushed  stone  and  screen- , 
ings 


Intereectton  of 

tangent  with  vertical 

at  wero  diaxneter 


28.5 
26.0 

29,0 


Height  of 
tangent  point 

(2) 


35-7 
33-4 

36.1 


AxBBofEUipae. 


Ui 


(3) 


O.T50D 
o.  I  b4D 


37-4 
35-6 


0.147D    •      37.8 
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Then  mark  the  tangent  point  on  this  line  where  it  is  intersected  by 
the  vertical  ordinate  for  one- tenth  the  maximum  diameter  stone.  This 
mark  should  check  with  the  values  given  in  column  (2)  of  above  table. 
Then  plot  the  location  of  minor  axis  of  the  ellipse  from  the  values  of 
a  and  b+7,  given  in  columns  (3)  and  (4)  in  the  above  table.  This  point, 
together  with  the  tangent  point  and  the  point  at  +  7  on  the  vertical  ordi- 
nate at  zero  diameter  where  the  curve  begins,  gives  three  points  on  the 
ellipse,  which  is  usually  suflficient  for  drawing  the  curve  with  the  aid  of 
an  irregular  curve.  If  more  points  are  wanted,  they  may  be  plotted 
graphically  by  the  trammel  point  method  as  given  in  the  note  on 
page  192. 

RELATION  OF  DENSITT  TO  STRENGTH 

Having  determined  the  maximum  density  curve  as  just  explained,  it  was 
important  to  know  if  the  greatest  strength  coincided  with  the  greatest 
density,  and  for  this  purpose  a  large  number  of  beams,  six  inches  square 
and  six  feet  long,  were  made  up  and  tested  for  transverse  and  crushing 
strength,  for  permeability  and  modulus  of  elasticity.  Some  beams  were 
made  using  the  proportions  determined  by  the  maximum  density  curve  and 
other  beams  according  to  higher  and  lower  curves  to  note  if  there  were  any 
decrease  in  these  properties  as  the  maximum  density  curve  was  departed 
from.  The  full  results  of  the  tests  are  given  in  the  paper  referred  to,* 
but  in  general  it  may  be  said  that  a  departure  from  the  maximum  density 
curve  represented  a  reduction  in  all  these  properties  except  that  when  the 
curve  was  modified  so  as  to  use  a  uniform  size  of  coarse  stone  instead  of 
the  graded  stone  it  gave  practically  the  same  results  as  the  graded.  Any 
curving  above  the  straight  line  in  the  coarse  material  decreased  the  density, 
and  also  the  strength,  indicating  that  the  coarse  aggregate  should  not  have 
an  excess  of  medium  particles. 

LAWS  OF  PROPORTIONING 

From  these  experiments,  laws  of  proportioning  and  also  laws  relating  to 
strength  and  permeability  which  are  outlined  in  full  in  the  paper  by  Messrs. 
Fuller  and  Thompson*  were  evolved. 

Those  relating  specifically  to  strength  are  given  on  page  323  and  those 
relating  definitely  to  permeability  on  page  304  and  reference  should  be 
made  to  these  for  complete  conclusions. 

The  laws  relating  especially  to  the  grading  of  the  aggregates  are: 

See  page  tqi 


PROPORTIONING  CONCRETE  195 

1. — ^AffKregKfees  in  wlndi  partkleB  iiav€  been  i^ecially  fraded  in  aiies 
BO  AB  to  five,  irten  vsfeer  and  oement  ire  added,  aa  aitificial  injbctiire  ef 
greatest  densi^,  ivednoe  oomcretecf  loalMr  strengtii  tiiaa  miitiiFes  <if 
cement  and  natnral  matadal  in  siniilar  porporfciana.  The  averace  im- 
provement in  Btrangtii  Yxg  artificial  grading  under  tbe  oonditions  eC  tiie 
teste  was  about  14  per  oent  Companng  tbe  teste  of  strengtii  of  con- 
crete having  dillereiit  percentages  of  cement,  it  is  found  that  for  similar 
Btrengfli  tiie  best  artificially  graded  aoregmte  wonid  require  aboot  12^  0 
leas  cement  than  hke  nmdnres  of  natural  materials. 

2. — The  strengfli  and  densi^  of  concrete  is  affected  but  siigbtly,  if  at 
an  by  decreasing  the*quaati^  of  the  medium  sise  stone  of  flie  acsregate 
and  increamng  tin  quaatily  of  the  coarsest  stone.  An  excess  of  slone  of 
medinm  sise,  on  tiie  o&er  hand,  appreciably  decreases  the  density  and 
strong^  of  flie  concrete* 

3. — The  strength  and  density  of  concrete  is  affected  by  the  variation 
in  tike  diameter  of  tiie  particles  of  sand  more  than  by  Taciation  in  tiie 
diameters  of  the  stone  particles. 

4. — ^An  excess  of  fine  or  of  medium  sand  decreases  tiie  density  end 
also  the  strengtii  of  tiie  concrete,  as  win  also  a  deficient  of  fine  grains 
of  sand  in  a  lean  concrete. 

5. — The  substitution  of  cement  for  fine  sand  does  not  affect  the  density 
of  the  mixture,  but  increases  the  strength,  although  in  a  slighUy  smaller 
ratio  than  the  increase  in  the  ratio  of  cement. 

6. — It  follows  from  the  foregoing  conclusions  that  the  correct  proper- 
tioning  of  concrete  for  stieiigth  consists  infinding,  withany percentage 
of  cement,  a  concrete  mixture  of  maxinwim  density,  and  increasing  or 
decreasing  tiie  cement  by  substituting  it  for  the  fine  particles  in  the 
sand  or  vice  versa.* 

7. — ^In  ordinary  proportioning  with  a  given  sand  and  stone  and  a  given 
percentage  of  cement,  the  densest  and  strongest  mixture  is  attained 
when  tiie  yolnme  of  the  mixture  of  sand,  cement  and  water  is  so  small 
as  just  to  fill  the  voids  in  the  stone.  In  other  words,  in  practical  con- 
struction, use  as  small  a  porporUon  of  sand  and  as  large  a  proportion  of 
stone  as  is  possible  without  producing  visible  voids  in  the  concrete. 

8. — The  best  mixture  of  cement  and  aggregate  has  a  mechanical 
analysis  curvet  resembling  a  parabola,  which  is  a  combination  of  a  curve 
iqqnroaching  an  eUqme  for  the  sand  and  a  tangent  straight  line  for  the 

*  Tbis  very  important  law  requires  furtbcr  tests  for  oonfinnation,  outside  of  the  limits  of  the  pteaent 
'ests. 

t  For  definition  of  mechaaical  analysis,  see  pa^  185. 
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atone.  The  ellipse  runs  to  a  diameter  one-tenth  the  diameter  of  the  max- 
imum sise  of  stone,  and  the  stone  from  this  point  is  uniformly  graded. 

9. — The  ideal  mechanical  analysis  cunre,  i»e.,  the  best  cunre,  is  slightly 
different  for  different  materials.  Cowe  Bay  sand  and  gravel,  for  ex- 
ample, pack  closer  than  Jerome  Park  stone  and  screenings,  and  therefore 
require  less  of  the  size  of  grain  which  the  authors  designate  as  sand. 

10. — The  form  of  the  best  analysis  curve  for  any  given  material  is 
nearly  the  same  for  all  sises  of  stone,  that  is,  the  curve  for  ^-inch,  1-inch, 
and  2i-inch  maiimum  stone  may  be  described  by  an  equation  with  the 
maTimnm  diameter  as  the  only  variable.  In  other  words,  suppose  a 
diagram  in  which  the  left  ordinate  is  sero,  and  the  extreme  right  ordinate 
corresponds  to  2^-inch  stone,  with  the  best  curve  for  this  stone  drawn 
upon  it.  If,  now,  on  this  diagram  the  vertical  scale  remains  the  same, 
but  the  horisontal  scale  is  increased  two  and  a  quarter  times,  so  that  the 
diameter  of  1-inch  stone  corresponds  to  the  extreme  right-hand  ordinate 
the  best  curve  for  the  1-inch  stone  will  be  very  nearly  the  one  already 
drawn  for  the  2|-inch  stone.  The  chief  difference  is  that  the  larger 
sise  stone  requires  a  slightly  higher  curve  in  the  fine  sand  portion. 

11. — It  follows  from  this  last  conclusion  that  from  a  scientific  stand- 
point the  term  sand  is  a  relative  one.  With  2i-inch  stone,  the  best  sand 
would  range  in  siie  from  0  to  0.22  inch  diameter,  while  the  best  sand 
for  i-inch  stone  would  range  in  sise  from  0  to  0.05  inch  diameter. 

APPLICATION  OF  BCEOHANIOAL  ANALT8I8  DIAQRAMS  TO  PBO- 

POBTIONINQ 

The  mechanical  analysis  diagram  offers  a  very  exact  method  of  determin- 
ing the  proper  proportions  of  any  materials  for  concrete  by  sieving  each  of 
the  materials,  plotting  their  analyses  and  combining  these  curves  so  that  the 
result  is  as  near  as  possible  similar  to  the  maximum  density  curve. 

Plot  on  the  diagram  the  maximum  density  curve  for  the  given  materials 
to  be  used;  if  the  equation  for  this  material  is  not  known  use  the  practical 
equation  previously  given.  Make  a  mechanical  analysis  of  all  of  the 
materials  which  it  is  desired  to  mix  together  in  the  right  proportions  and 
plot  the  result  of  each  analysis  on  the  diagram  on  which  the  maximum  den- 
sity curve  has  been  plotted. 

The  aim  is  to  find  a  new  curve  representing  the  mixture  of  the  materials, 
but  which  will  conform  as  nearly  as  possible  to  the  curve  of  maximum 
density.  The  proportions  of  different  materials  required  to  produce  this 
curve  will  show  the  relative  quantity  of  each  which  must  be  used  in  pro- 
portioning.   The  theory  of  the  combination  and  complete  discussion  of  thp 


PROPORTIONING  CONCRETE 


197 


methods  to  be  employed  with  different  forms  of  curves  are  treated  in 
Appendix  I. 

A  less  exact  method,  but  one  which  is  convenient  in  practice,  is  by  inspec- 
tion and  trial  of  different  percentages.  To  illustrate  this  trial  plan,  the 
method  of  forming  a  curve  of  a  mixture  of  several  materials  in  stated  pro- 
portions such  as  I  12:4  will  be  given,  then  the  curve  for  the  mixture  of  the 
same  materials  which  corresponds  nearest  to  the  curve  of  maximum  density, 
and  finally  the  application  will  be  made  to  material  like  run  of  the  bank 
gravel  which  may  be  separated  into  two  or  three  parts. 

In  reading  this  discussion  it  must  be  borne  in  mind  that  the  same  prin- 
ciples will  apply  to  mixtures  of  several  aggregates,  although  for  simplicity 
the  principal  part  of  the  discussion  refers  to  two  aggregates.     The  same 
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Fig.  58. — Curves  of  Fine  and  Coarse  Crushed  Stone  and  Mixtures,  (p.  197) 

approximate  plan  may  be  used  for  the  larger  number  of  aggregates  or  the 
more  exact  method  in  the  Appendix  may  be  adopted. 

Plotting  Ourve  of  Mix  in  Studying  Proportions.  In  Fig.  58  we  have 
J-inch  Shawangunk  grit  as  one  aggregate  and  the  same  material  rolled  to 
J-inch  maximum  size  as  the  other,  giving  the  mechanical  analysis  curves 
shown  in  the  diagram.* 

In  this  diagram  a  curve  of  cement  is  also  plotted  so  that  the  1:2:4 
curve  represents  the  combination  of  the  three  materials.  The  curve  marked 
1:2:4  then  represents  the  analysis  of  the  mixture  of  cement,  screenings 

*  This  diagram  and  the  ones  which  follow  are  made  up  from  materials  used  in  subsequent  studies 
by  the  New  York  Board  of  Water  Supply,  and  referred  to  in  the  Discussion  by  Mr.  James  L.  Davu, 
Transactions  American  Society  Civil  Engineers,  Vol.  LIX,  p- 144-  • 


198  A  TREATISE  ON  CONCRETE 

and  stone  in  these  proportions.  This  curve  is  made  up  by  plotting  various 
points  and  connecting  these  by  a  smooth  curve.  To  find  the  point,  for 
example,  where  the  curve  cuts  the  ordinate  correpponding  to  the  No.  20 
sieve,  the  sums  of  the  percentages  of  the  individual  materials  at  this  same 
ordinate  are  taken  in  the  proportion  which  they  bear  to  the  concrete  mixture. 
All  of  the  cement  is  finer  than  the  No.  20  sieve,  and  since  the  cement  is  one 
part  of  the  seven  parts  in  the  mixture,  one-seventh  of  100  per  cent  repre- 
sents the  percentage  of  cement  in  the  mixture  at  the  given  ordinate.  Simi- 
larly, since  there  are  two  parts  of  sand  in  the  seven  parts,  the  sand  percent- 
age at  the  No.  20  ordinate,  61  per  cent,  is  multiplied  by  two-sevenths,  and 
the  stone  percentage,  6  per  cent,  by  four-sevenths,  thus  giving  as  the  point 
on  the  No.  20  sieve  ordinate  in  the  combined  curve: 

f  X  100  percent  =«  14. 3  per  cent  for  cement 
I  X    61  percent  =•  1 7  . 4  per  cent  for  sand 
f  X      6  per  cent  =»    3.4  per  cent  for  stone 

Total 35-1  per  cent  for  the  point  in  the  curve. 

The  other  points  in  the  curves  are  found  in  a  similar  manner. 

Onrve  of  Mix  to  Best  Fit  the  'M^ie^tni^Tn  Density  Ourve.  Take  the  same 
two  aggregates  plotted  in  Fig.  58,  but  in  this  case  disregard  the  cement  or 
rather  consider  it  a  part  of  the  sand.  (Frequently  the  cement  must  be  con- 
sidered in  the  trial  mixtures  in  order  to  study  the  part  of  the  curve  repre- 
senting the  fine  material  to  see  that  the  percentages  of  the  finest  particles  are 
satisfactory).    The  slide  rule  is  convenient  for  this  proportioning. 

Averaging  the  f-inch  stone  by  a  straight  line,  we  see  that  it  crosses  the 
0.15  line  at  about  9%;  we  note  also  that  the  J-inch  sand  crosses  the  same 
line  at  98%  and  the  maximum  density  curve  crosses  the  line  at  43%,  that 
is,  along  this  line  it  is  34%  from  the  f -inch  stone  to  the  maximum  density 
curve  and  55%  to  the  ^-inch  sand.  The  percentages  to  be  used  to  obtain  a 
43%  mixture  would  be  an  inverse  ratio  of  these  two  numbers  to  their  total, 
that  is,  11^  =  38%  of  fine  material  and  ^  -  62%  of  the  coarse  material. 
With  the  slide  rule  take  these  percentages  of  each  curve,  add  together  and 
plot  a  new  curve,  and  see  if  it  conforms  reasonably  with  the  maximum  den- 
sity curve.  If  it  does  not,  make  another  trial  of  percentages,  the  plot  of 
the  curve  indicating  by  inspection  the  new  percentages. 

It  must  be  remembered  that  the  fine  portion  of  the  curve  includes  also  the 
cement,  so  having  decided  on  the  amount  of  cement  to  use,  say  the  equiva- 
lent of  a  I  :  7  mix,  which  has  12^%  of  cement,  the  actual  proportions 
would  be  1 2^  parts  cement  to  38  —  12^=  25^  parts  fine  aggregate  to  62  parts 
coarse  aggregate,  or  translated  into  the  usual  nomenclature,  1:2.04  :  4.95 » 
or  practically  1:2:5,  showing  that  the  ordinary  mixture  with  this  particu- 
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lar  material  is  the  best.  Supposing,  however,  the  equivalent  of  a  richer 
mixture,  say  i  :  2  :  4,is  wanted.  This  would  cont^dn  1:6  =  14^%  cement 
and  the  proportions  would  be 

i4i  :  23i  :  62, 


or 


I  :  i.C>2  : 4.27, 
or  practically 

showing  that  for  richer  mixtures  less  fine  materials  is  desirable. 
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Fig-  59- — Cortland  Gravel  Screened  to  Two  Sizes,  (see  p.  20a) 
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Fig.  60. —  Cortland  Gravel  Screened  tc  Three  Sizes,  (see  p.  200."^ 
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Bun  of  Bank  Oravel.  Gravel  as  it  is  found  in  the  natural  bank  almost 
always  contains  too  much  fine  material.  In  many  cases  screening  this  into 
two  sizes  produces  a  good  curve  which  fits  very  closely  to  the  curve  of 
maximum  density.* 

Other  gravels,  especially  where  the  sand  is  greatly  in  excess,  require  two 
screenings  for  the  best  result.  Fig.  59  represents  a  common  run  of  such 
gravel,  showing  that  screening  into  two  sizes  will  not  permit  a  mixture  fitting 
very  near  to  the  maximum  density  curve.  The  figure  also  shows  how  far 
away  the  original  analysis  of  the  run  of  the  bank  is  from  the  ideal  curve. 
In  Fig.  60  the  same  sand  is  shown  screened  into  three  sizes,  and  illustrates 
the  improvement  that  can  be  obtained  in  this  case  by  the  extra  screening, 
the  eflFect  of  which  is  to  leave  out  some  of  the  medium  size  particles  which 
are  too  large  to  fill  the  voids  of  the  coarse  stones,  and  therefore  decrease  the 
density  and  the  strength  of  the  mixture. 

PBOPOBTIONINO  BT  TBIAL  MIXTUBES 

The  density  tests  at  Jerome  Park  and  the  relation  there  found  of  the 
strength  to  the  density  indicate  a  method  of  proportioning  by  trial  mix- 
tures which  may  be  called  volumetric  synthe^s.  This  may  be  used  to 
compare  the  density  of  the  same  materials  mixed  in  different  pro- 
portions or  different  materials  mixed  in  similar  proportions. 

Having  determined  the  particular  sand  and  stone  which  are  to  be  used  on 
any  piece  of  work,  a  simple  and  accurate  way  of  determining  proportions 
is  by  actual  trial  batches  of  fresh  material.  For  this  it  is  only  necessary  to 
have  good  scales  and  a  strong  and  rigid  cylinder,  say,  a  piece  of  lo-inch 
wrought-iron  pipe  capped  at  one  end.  Carefully  weigh  out  and  mix 
together  on  a  piece  of  sheet  steel  or  other  non-absorbent  material  all  the 
ingredients,  having  the  consistency  the  same  as  is  intended  to  be  used  in 
the  work.  Place  these  in  the  pipe,  carefully  tamping  all  the  time,  and  note 
the  height  to  which  the  pipe  is  filled.  Weigh  the  pipe  before  filling  and 
after  being  filled,  thus  checking  weight  of  material  mixed.  Throw  this 
material  away  before  it  has  time  to  set,  and  clean  the  pipe.  Make  up  another 
batch,  using  the  same  weights  of  cement  and  water  and  the  same  total 
weight  of  sand  and  stone,  but  have  the  ratio  of  weights  of  the  sand  and 
stone  slightly  different  from  the  first.  Note  whether,  after  placing,  the 
height  in  the  cylinder  is  less  or  more  than  was  the  height  of  the  first  batch, 
and  this  will  be  a  guide  to  further  similar  mixes,  until  a  proportion  is  found 
which  gives  the  least  height  in  the  cylinder,  and  at  the  same  time  works 

*Aii  illustration  of  this  is  given  by  Mr.  James  L.  Davis,  in  Transactions  American  Society  ot 
Civil  Engineers,  Vol.  LIX,  p.  145. 
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well  while  mixing  and  looks  well  in  the  cylinder,  all  the  stones  being  covered 
with  mortar.  This  method,  if  carefully  followed,  will  give  very  accurate 
results,  but  of  course  does  not  indicate,  as  does  mechanical  analysis,  what 
other  changes  can  be  made  in  the  physical  sizes  of  the  sand  and  stones  so 
as  to  get  the  best  available  composition. 

Mr.  A.  £.  Schutt^,  in  studying  the  proportions  of  materials  for  bitumi- 
nous macadam  pavement  for  the  Warren  Brothers  Company,  has  very 
eflFectively  developed  the  method  of  volumetric  synthesis  with  dry  materials. 
His  experiments  included  various  classes  and  sizes  of  stone,  sand,  and 
screenings  ranging  from  3  inches  diameter  down  to  that  which  passes  a  No. 
200  sieve.  He  found  that  the  best  method  for  compacting  dry  materials, 
such  as  sand,  gravel  or  broken  stone,  is  to  place  them  in  a  vessel  the  shape 
of  a  truncated  cone,  with  the  largest  diameter  at  the  bottom.  The  cone  is 
filled  with  the  coarsest  material  and  taken  by  a  laborer,  who  compacts  it 
by  repeatedly  striking  the  cone  against  the  ground,  keeping  the  measure 
full  by  adding  new  material  of  the  same  kind.  When  it  ceases  to  settle,  the 
contents  is  emptied  and  mixed  with  a  portion  of  a  finer  material,  replaced 
in  the  measure  and  compacted  as  before.  By  repeated  triab  the  exact  size 
and  maximum  volume  of  successive  finer  materials,  which  may  be  added 
without  appreciably  increasing  the  bulk  of  the  coarsest  after  thoroughly 
compacting,  are  determined.  Mr.  Schutt6  has  found  that  for  diflferent 
shapes  of  particles  the  proportions  of  each  size  must  be  varied,  but  having 
determined  the  required  percentages  for  a  certain  stone,  that  is,  for  a  stone 
from  a  certain  quarry,  the  proportions  of  the  sizes  from  day  to  day  need  be 
varied  but  little. 

Practical  Proportioning  Duzing  Progress  of  the  Work.  The  above 
methods  of  mechanical  analysis  and  volumetric  S3rnthesis  are  methods  to 
be  used  in  the  office  or  laboratory  in  determining  the  relative  values  of  all 
the  aggregates  avkilable  for  the  work.  When  the  work  is  begun,  however, 
and  the  same  general  character  of  aggregate  is  used  day  by  day,  it  is  only 
necessary  to  see  that  the  material  does  not  change  or,  if  it  does,  simply  to 
readjust  the  relation  between  the  fine  and  coarse  aggregate.  To  do  this 
by  the  mechanical  analysis  method,  it  is  only  necessary  to  have  a  nest  of 
about  six  8-inch  sieves:  say,  stone  sieves  with  i  inch,  J-inch  and  J-inch 
diameter  holes  and  sand  sieves  No.  7,  20,  50  and  90,  together  with  a  cover 
and  pan.  The  shaking  can  be  done  by  hand,  and  the  sievings  beginning 
with  the  finest  emptied  into  a  long  glass  tube.  If  a  standard  sample  has 
been  previously  put  in  the  tube  in  the  same  way  and  the  points  of  division 
between  the  different  sievings  marked  on  a  paper  pasted  on  the  outside 
of  the  tube^  the  difference  between  the  standard  and  the  sample  under  test 
can  be  quickly  seen  and  modifications  made  in  the  mix  accordingly. 
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The  test  by  volumetric  synthesis  is  one  easily  made  in  a  modified  way  in 
the  field  and  with  care  gives  good  results.  Procure  a  galvanized  tin  pail 
and  a  spring  balance  graduated  to  half  pounds;  take  a  representative  sample 
of  concrete,  being  careful  that  it  contains  no  more  stones  or  mortar  than 
the  regular  concrete;  tamp  it  into  the  pail  until  level  full  and  weigh.  Any 
variation  from  the  standard  weight  will  show  a  change  in  the  character  of 
material,  and  this  change  can  usually  be  detected  and  corrected  by  observ- 
ing the  materials  and  mixing.  If  not,  then  mechanical  analysis  methods 
will  have  to  be  used. 

PROPORTIONS  OF  CONCRETE  IN  PRACTICE 

The  proportion  of  cement  to  aggregate  depends  upon  the  strength 
(see  p.  311)  and  water-tightness  (see  p.  298)  required,  as  well  as  upon 
the  character  of  the  inert  materials,  and,  in  general,  relatively  rich  mix- 
tures are  necessary  for  loaded  columns  and  beams  in  building  construc- 
tion, for  thin  walls  subjected  to  water  pressure,  and  for  foundations  laid 
under  water.  The  following  table  has  been  compiled  to  show  a  few 
examples  in  practice. 


Proportions  in  Actual  Structures 


Claas. 

Structure. 

Proportions. 

Reference. 

Massachusetts 

[special 

• 

Sanford  E.  Thomp- 

Institute of 

columns. . 

1:1:2 

son 

Technology    ^ 

Superstruc- 

Cambridge, 

ture 

I  :i|:3 

Mass. 

Foundations 
Special 

1:2:4 

Sanford  E.  Thomp- 

Youth's Com- 

columns.. 

1:1:2 

son 

Buildings        < 

panion,  Bos-  j 

Superstruc- 

ton, Mass. 

ture 

^  Foundations 

1:2:4 
I  :  2  J  :  s 

McElwain  Fac- 
tory, Man- 
chester, 
N  H 

Special 
columns. . 

Superstruc- 
ture  

I  ;il  :3 
I  :  2i  :  4i 

Specifications 

Foundations 

V 

I  :  2 J  :  si 

> 

Tunkhannock,  Penn.    Viaduct 

I  '3  '5 

Eng.  Cont.,  Apr.  1, 

Arch  Bridges  < 

Fort  Worth,  Tex.    Viaduct... 

1:2:4 

1914,  p.  382. 
Trans.  A.  S.  C.  E., 

Vol.LXXVIII,p. 

1206. 
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Proportions  in  Actual  Structures, 


Class. 


Girder 
Bridges 


Retaining 
WaU  and 
Piers 


Dams 


Subways 
Tunnels 


Tanks 


Pavements 


Structure. 


Kansas  City,  Mo.     12th  St. 
Viaduct 


Proportioitt. 


Portland  Me.    Harbor  Via- 
duct  

Fort  Worth,  Tex.    Viaduct. 

Tunkhannock,    Penn.      Via- 
duct Piers 


Kensico,  N.  Y. 


Medina  River,  Tex. 


Arrowrock,  Idaho 

Boybton  St.,  Boston, Mass. . . 

Stockton  St.,  San  Francisco, 

Cal 


Middleborough 

Mass.  _ 

Tower 

Foundations 

Fulton,  N.  Y         Standpipe . 


Tank. 


National  Con- 
ference Con- 
crete Road 
Building 

Fort     Worth, 
Tex.       Via- 
duct   Pave- 
ment 


One   course 
Two  course 

top  coat 

base 

<  Base 


I 


1:2:4 


1:2:4 
I  :  2J  :  5 


I  :3  :6.t 

I  :  3J  :  6i 

2J  :  si :  2it 

I  :  2  :  3i 
§ 

1:1:2 
I  :  li  :3 
1:2:4 
1:2:4 
I  :  2j  :  5 
1:2:4 

1:2:3 

I  :  2 
I  :  2i  :5 

1:3:6 


Reference. 


Eng.  News.  Jan.  7, 

1915,  p.   ID. 

J.  R.  Worcester. 
Trans.  A.  S.  C.  E.. 

Vol.LXXVIII,p. 

1206. 
Eng.  Cont.,  Apr.  i, 

1914,  p.  382. 
Trans.  A.  S.  C.  E., 

Vol.  LXXDC,  p. 

248-251. 
Eng.    News,    Sept. 

II,  1913,  p.  508. 
Eng.  News.,  Feb.  25, 

1915,  p.  370. 
Specifications. 
Eng.  Rec.  June  27, 

1914,  p.  728. 
Eng.  News,  Aug.  26, 

1915,  P-  392. 


Eng.  News,  Jan.  10, 

1914,  p.  43. 
Eng.  Rec,  Feb.  26, 

1916,  p.  275. 


Trans.  A.  S.  C.  E., 
Vol.     LXXVIII, 
p.  1206. 


*  Derrick  stone  imbedded  in  concrete, 
t  27  per  cent,  large  rubble. 

t  Cement  composed  of  55  per  cent.  Portland  cement  and  45  per  cent,  pulverized  granite.    2}  parts 
of  cobbles  used. 

S  X  '.2\  mortar  to  fill  voids  in  broken  stone. 
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CHAPTER  XI 

TABLES  OF  QUANTITIES  OF  MATERIALS  FOR 

CONCRETE  AND  MORTAR 

This  chapter  presents  the  tables  and  formulas  (pages  208  to  217),  by 
which  the  volumes  of  materials  required  for  a  known  volume  of  concrete 

may  be  estimated,  and  emphasizes  the  importance  of  distinctly  stating 

the  proportions  (p.  205). 

The  volume  of  concrete,  even  when  made  from  materials  in  the  same 
proportions,  varies  largely  with  the  character  of  the  materials  and  the 
methods  of  placing  it.  A  mixed  aggregate  like  gravel  contains  fewer  voids 
and  with  the  same  proportions  by  volume  of  the  same  cement  and  sand 
produces  a  larger  quantity  of  concrete  than  a  screened  broken  stone.  The 
fineness  of  the  sand  also  largely  affects  the  volume  of  the  concrete  and 
mortar,  a  fine  sand  requiring  more  water,  and  therefore  producing  a  larger 
volume  of  mortar  than  coarse  sand  in  the  same  proportions  by  volume. 
If  the  sand  is  dry,  a  slightly  larger  bulk  of  mortar  is  produced  than  with 
the  same  sand  when  containing  a  larger  percentage  of  moisture,  because 
the  latter  is  less  compact  (see  p.  1^7).  Some  cements  require  more  water 
in  gaging  than  others,  and  produce  a  larger  amount  of  paste,  which  in- 
creases the  voliune  of  the  concrete  or  mortar.  The  method  of  mixing  and 
placing  the  concrete  also  affects  the  resulting  volume,  since  an  imperfectly 
mixed  or  poorly  compacted  mass  contains  voids  which  increase  the  volume. 
An  excess  of  water  in  mixing  affects  the  resulting  volume  of  the  set  concrete 
or  mortar  to  a  slight  extent,  although  most  of  the  surplus  water  is  expelled 
during  setting. 

It  is  possible  to  provide  for  all  these  variations,  except  those  relating 
to  improper  mixing  and  placing,  in  rational  formulas  from  which 
the  resulting  volumes  may  be  accurately  estimated  if  the  characteristics 
of  aU  the  materials  are  known.  For  most  practical  purposes,  however, 
average  values,  such  as  are  presented  in  the  tables  and  curves,  are 
sufficiently  accurate  for  estimating  quantities.  These  average  values  are 
based  upon  a  large  number  of  tests  in  the  United  States,  France,  and 
Germany. 

The  theory  of  a  concrete  mixture  is  discussed,  and  formulas  for  volumes 
and  quantities  are  given  on  pages  207  to  213  preceding  the  tables. 
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BXPRE8SIN0  THE  PROPOBnONS 

In  framing  concrete  specifications,  the  proportions  of  the  constituents 
should  be  stated  so  distinctly  that  there  can  be  no  misunderstanding  be- 
tween the  engineer  and  the  contractor  as  to  the  quantities  which  will  be 
required  for  the  work.  The  quantity  of  cement  should  invariably  be 
regulated  by  its  weight;  if  the  proportions  are  stated  by  volume  a 
definite  weight  or  number  of  packages  of  cement  must  be  assumed  to 
the  unit  volume.  For  reasons  discussed  in  Chapter  X,  it  is  also  more 
accurate  and  scientific  to  measure  the  aggregates  by  weight  than  by  volume, 
and  since  with  a  properly  constructed  plant  using  materials  of  several 
sizes,  the  cost  need  be  no  more  than  volmne  measure,  the  authors  be- 
lieve this  will  become  common  practice  on  important  construction.  ^ 

With  our  present  system  of  weights  and  measures,  it  is  advisable  either 
to  specify  the  number  of  cubic  feet  (or  pounds)  of  sand  and  gravel,  stone, 
or  mixed  material  to  a  definite  weight  of  cement,  or  else  to  stipulate  a 
definite  weight  of  cement  to  a  cubic  yard  of  concrete  tamped  in  place, 
with  an  aggregate  of  clearly  described  material  proportioned  as  the  en- 
gineer may  direct. 

In  stating  the  proportions  for  both  mortar  and  concrete,  it  is  now  custom- 
ary in  the  United  States  to  separate  the  materials  by  colons,  the  first 
figure  always  representing  the  cement,  followed  by  the  aggregates  in  the 
order  of  the  size  of  their  grains.  For  example,  1:3:6  means  i  part  cement 
^nit  of  measurement  should  be  stated),  3  parts  sand,  and  6  parts 
coarse  material;  or  i :  8  means  i  part  cement  (of  defined  weight)  to  8  parts 
of  graded  aggregate.  Mortar  in  proportion  i :  2  signifies  one  part  cement 
to  two  parts  sand  by  either  weight  or  volume  as  specified. 

In  France,  proportions  are  stated  as  one  or  more  volumes  of  mortar  to  a 
definite  number  of  volumes  of  stone,  —  "un  volume  de  mortier  pour  deux 
volumes  de  cailloux." 

Unit  for  Proportioning.  If  the  proportions  must  be  stated  in  parts, 
a  bag  of  cement  is  assumed  as  one  cubic  foot.  This  unit  has  been 
adopted  by  the  Joint  Committee  on  Concrete  and  Reinforced  Concrete 
and  by  other  authorities.  Proportions  1:3:6  thus  represent  one  bag 
or  94  lb.  cement  to  3  cu.  ft.  of  sand  to  6  cu.  ft.  of  gravel  or  stone;  or,  i 
bbl.  cement  (4  bags)  to  12  cu.  ft.  sand  to  24  cu.  ft.  gravel  or  stone. 

When  stating  the  pnq[)ortlon8  by  ydume,  too  much  stress  cannot  be 
laid  upon  the  necessity  tor  the  adoption  of  a  standard  unit,  such  as  a 
big  of  94  lb.,  assumed  to  measure  one  cubic  foot,  or  the  equivalent 
assumption  that  a  barrel  of  cement  measures  4  cu.  ft.,  and  upon  distinct- 
ly spedfying  this  standard,  as  otherwise  an  unscrupulous  contractor  may 
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adopt  for  his  unit  the  vdhime  of  cement  yery  loosely  measured,  and  tlms 
produce  too  lean  a  concrete. 

It  is  even  inaccurate  to  state  that  proportions  shall  be  based  on  packed 
or  on  loos^  measurement  of  cement,  for  either  of  these  terms  is  very  elastic. 
The  authors  have  personally  known  engineers  to  place  the  volume  of  a 
barrel  of  packed  cement  all  the  way  from  3.1  to  3.8  cu.  ft.,  corresponding 
to  a  variation  in  weight  of  from  123  to  100  lb.  per  cubic  foot,  while  loose 


Tests  of  Capacity  of  Portland  Cemeni  Barrels  and  Weight  of  Conlenis. 

(Tabulated  by  thp  authors  from  measurements  of  Boston  TraxBat  Commissioo, 
1896,  Howard  A.  Carson,  Chief  Engineer.)    (Sre  p.  so6.) 
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Note. — A  and  B  are  Amcricaui  Cements;  C.  D  £  and  F  are  German  Cements;  G  is  a  Danish  Cement: 
Pafx'r  weighs  about  i  lb. 
♦Box  rocked  over  bar. 
tPartial  averages,  to  be  compared  only  with  like  brands. 

measurement,  on  the  other  hand,  is  variously  fixed  at  from  3.8  to  4.5 
cu.  ft.  to  the  barrel,  or  100  to  84^  lb.  per  cubic  foot.  The  extreme  actual 
variation  is  therefore  from  3.1  to  4.5  cu.  ft.  per  barrel,  or  123  to  84^  lb. 
per  cubic  foot.  Proportions  1:3:6  in  the  first  case  would  require 
I  bag  cement  to  2.3  cu.  ft.  of  sand  and  4.6  cu.  ft.  of  gravel;  in  the  last 
case,  prop)ortions  1:3:6  would  stand  for  i  bag  cement  to  3.4  cu.  ft.  of 
sand  and  6.8  cu.  ft.  of  gravel.  In  other  words,  concrete  mixed  1:3:6 
by  one  man  may  be  called  i  :  4J  :  8J  by  another. 

Weight  of  Cement     Experiments  by  Mr.  Howard  A.  Carson,  for 
Boston  Transit  Commission,  upon  31  barrels  of  Portland  cement  of 
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concrete,  similar  in  appearance  to  visible  voids  in  dry  concrete,  are  due 
to  the  grout  running  away  from  the  stones,  or  to  too  violent  agitation  in 
placing. 

The  volume  of  fresh  concrete  or  mortar  produced  by  any  mixture  of 
cement  and  aggregate  or  aggregates  is  equal  to  the  sum  of  the  volumes  oi 
the  separate  particles  of  the  cement,  the  sand,  and  the  other  dry  materials, 
the  water  contained  in  the  aggregate  and  added  in  mixing,  and  the  smaU 
volume  of  air  entrained  between  the  particles.  The  volume  of  set  mor- 
tar or  concrete  is  not  appreciably  different  from  its  compacted  volume 
when  fresh  or  green,  except  in  very  wet  mixtures,  which  expel  a  portion 
of  the  ^ter.  The  volumes  of  the  particles  of  dry  materials  are  termed 
absolute  volumes,  and  it  is  important  to  note  the  distinction  between  the 
absolute  volumes  and  the  apparent  volumes  determined  by  measuring 
the  materials.     Absolute  volumes  are  discussed  on  pages  148  to  152. 

The  fact  that  water  actually  occupies  space  in  a  mass  of  fresh  concrete 
or  mortar  has  been  entirely  ignored  by  many  writers  on  the  subject  of 
concrete  mixtures.  As  stated  on  page  204,  the  fineness  of  the  sand  and 
the  moisture  contained  in  it  affect  the  volume  of  the  resulting  concrete 
or  mortar.  Mr.  Feret  has  proved  by  experiments  (cited  on  page  140) 
that  fine  sands  require  more  water  for  gaging  than  coarse.  This  extra 
volume  of  water  produces  a  mortar  of  less  density  and  consequently  less 
strength ;  even  stones  such  as  are  found  in  gravel  or  coarse  broken  stone 
require  a  very  small  percentage  of  water. 

FORMULAS  FOR  QUANTITIES  OF  MATERIALS  AND  VOLUMES 

A  concrete  is  therefore  made  up  of  solid  grains  of  cement  plus  water 
required  for  the  cement,  plus  solid  grains  of  sand  plus  water  required  for 
the  sand,  plus  solid  stone  particles  plus  water  required  for  the  stone,  plus 
air  voids.  The  last  term,  the  air  voids ,  represents  the  voids  entrained 
by  the  sand,  which  may  be  considered  as  a  function  or  percentage  of  the 
sand,  and  the  voids  due  to  imperfect  mixing  of  the  concrete  materials, 
which  may  be  considered  a  function  or  percentage  of  the  stone.  Accord- 
ingly the  volume  of  a  concrete  mixture  may  be  expressed  as  a  rational 
formula,  which  is  applicable  to  all  concrete  and  mortar  mixtures  in  which 
the  voids  of  the  coarse  stone  are  filled  with  mortar.  The  formula  (i) 
which  follows  is  presented  to  illustrate  the  theory,  but  because  of  the 
variation  in  the  coefficient  with  different  sands  and  different  proportions, 
formula  (2),  page  209,  and  formulas  (3)  to  (8),  which  are  based  on  aver- 
age conditions,  are  suggested  for  practical  use  as  sufficiently  accurate 
for  most  purposes. 
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Let 

c  =»  absolute  volume*  of  cement. 

J  =  absolute  volume*  of  sand. 

g  =  absolute  volume*  of  stone. 

m  =  ratio  of  the  absolute  volume  of  the  water  plus  air  voids   of  the 

cement,  to  the  absolute  volume  of  cement. 
n  =  ratio  of  the  absolute  volume  of    the   water    coating  the   grains  of 
sand  plus  the  air  entrained  in  gaging  it,  to  the  absolute  volume  of  sand. 
p  —  ratio  of  the  absolute  volume  of  the  water  coating  the  stone  particles 
plus  the  air  voids  due  to  imperfect  mixing,  to  the  absolute  volume 
of  stone.  ^ 

W  =  volume  of  concrete  produced. 

In  other  words,  these  ratios,  w,  n,  and  py  represent  the  sum  of  the  vol- 
umes occupied  by  the  water  required  for  the  material  in  mixing  plus  the 
air,  in  terms  of  the  respective  volumes  of  cement,  sand,  and  stone. 
Then 

W=  c+mc+s  +  ns  +  g+pg 
or 

W  -  (^i  +  m)c  +  (1  +  n)  s  +  (i  +  p)  g  (i) 

The  coefficient  n  is  really  composed  of  two  variables,  one  depending 
upon  the  coarseness  of  the  sand,  and  the  other  upon  the  ratio  of  cement  to 
sand,  since  a  lean  mortar  contains  more  air  voids.  It  is  possible  to  ex- 
press this  coefficient  as  a  more  complex  term  with  this  ratio  as  a  factor, 
but  by  what  appears  to  be  a  peculiar  coincidence,  experiments  show  that 
for  ordinary  bank  sand  the  variation  in  voids  caused  by  different  propor- 
tions may  be  provided  for  by  taking  the  cement  and  sand  together;  in 
other  words,  for  different  proportions  of  the  same  cement  and  sand,  the 
sum  of  the  water  and  the  air  voids  in  the  mortar  is  approximately  a  con- 
stant. Where  there  is  no  sand,  or  where  the  stone  and  sand  are  mixed, 
formula  (i)  must  be  employed. 

The  more  practical  formula  may  be  expressed  as  follows,  employing 
similar  notation  to  that  given  above,  and  letting 

r  ==  ratio  of  the  absolute  volume  of  the  water  plus  the  air  entrained  in 

gaging,  to  the  absolute  volume  of  cement  plus  sand, 
then 

W^^  c+  s+  r{c+  s)  +  g+  pg 
or 

W,^(i  +  r)(c  +  s)+  (1+  p)g  (2) 

^Absolute  volumes  are  defined  on  p.  148. 
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FOR  CONCRETE  WITH  GOOD  COARSE  SAND 

Substituting  in  formula  (2)  average  values  for  r  and  p,  which  the 
authors  have  selected  by  analyzing  the  results  of  a  number  of  exact 
records  in  the  United  States  and  Europe  of  the  volumes  of  concrete  and 
mortar  made  with  good  coarse  sand,  the  formula  becomes 

Wi  =  1.34  (c  +  O  +  1.08  g  (3) 

This  formula  may  be  readily  reduced  to  a  practical  working  form  if 
may  be  expressed  in  pounds  by  substituting  for  the  absolute  volume,  c, 
the  number  of  pounds  of  cement  divided  by  its  specific  gravity  (which 
may  be  taken  as  3.1)  times  the  weight  of  a  cubic  foot  of  water  (62.3  lb.). 
It  may  also  be  expressed  in  barrels  by  substituting  for  the  absolute 
volume,  c,  the  number  of  barrels,  B,  multiplied  by  the  net  weight  per 
barrel,  376  pounds,  and  divided,  as  above,  by  the  specific  gravity  times 
the  weight  of  a  cubic  foot  of  water  [see  formula  (4)].  The  terms  re- 
lating to  sand  and  stone  may  be  expressed  in  pounds  in  a  way  similar 
to  that  just  shown  for  cement,  or  they  may  be  expressed  in  measured 
volume  by  substituting  for  the  absolute  volume,  s  or  g,  the  measured 
volume,  5  or  C,  multiplied  by  the  proportion  of  solid  material  con- 
tained in  it.     Expressing  this  algebraically,  if 

Q  =  quantity  of  concrete  made  with  B  barrels  cement, 

Qi  =  quantity  of  concrete  made  with  one  barrel  cement, 

B   =  number  barrels  cement, 

Bi  —  number  barrels  cement  per  cubic  yard  of  concrete, 

5    =  volume  of  loose  sand  in  cubic  feet, 

Si  =  volume  of  loose  sand  in  cubic  yards  per  cubic  yard  of  concrete, 

G  =  volume  of  broken  stone  or  gravel  or  cinders  in  cubic  feet, 

V    =  absolute  voids  in  sand  determined  by  weight  method  (p.  127), 

i/  =  absolute  voids  in  stone  determined  by  weight  method  (p.  128), 

then  from  formula  (3),  since  c  =  J5 — — 

3.1  X  62.3 

Q^i»34X376^^^^^  (i— z;)5+i.o8  (i—v^)G 

62.3x3-1 
Q=  2.61  J5+  1.34  (1—7;)  S+  1.08  (i—v^)G  (4) 

The  volume  of  concrete  in  cubic  feet  made  by  one  barrel  of  cement, 
assuming  that  a  cubic  foot  of  average  loose,  moist  sand  contains  89 
pounds  of  dry  sand,  and  that  its  specific  gravity  dry  is  2.65,  is, 

Q,  =  2.61 -f  0.7235+1.08  ii  —  'i/)G  (S) 


QUANTITIES  OF  MATERIALS  211 

This  formula  is  applicable  to  average  concrete  made  with  Portland 
cement  of  good  quality,  coarse  bank  sand  measured  loose  and  containing 
ordinary  moisture,  and  any  broken  stone  or  gravel  of  known  voids.  For- 
mula (5)  has  been  used  in  compiling  tables  on  pages  215  and  217,  except 
in  the  first  twelve  proportions,  page  215,  which  contain  no  sand. 

If  the  volume  of  concrete  made  from  a  barrel  of  cement  plus  the  sand 
and  other  aggregate  which  accompanies  it  is  known,  the  number  of 
barrels  of  cement  per  cubic  yard  is  readily  calculated.  In  formula  (5), 
Q^  represents  the  number  of  cubic  feet  of  concrete  made  with  one 
barrel  cement,  hence  the  number  of  barrels  cement  per  cubic  yard  of 
concrete  is  27  divided  by  Qj 

Assuming  a  cubic  foot  of  average  sand  to  contain  89  pounds  of  dry  sand 
produces  the  formula  employed  in  calculating  tables  on  pages  230  to  232, 
and  substituting  in  formula  (6)  the  value  of  Q^  from  formula  (s), 

27 
^      2.61  +  0.7235+  1.08(1— vO  g: 

The  formulas  may  be  expressed  in  parts  by  volume  (such  as  1:2:4)  by 
multiplying  the  coefficient  of  5  and  G  by  the  assumed  volume  of  a  barrel, 
say  by  4.0. 

Knowing  the  number  of  barrels  of  cement,  Bp  per  cubic  yard  of  concrete, 
the  number  of  cubic  yards  of  sand  per  cubic  yard  of  concrete,  S^y  is 
evidently 

„       -Bj  X  quantity  sand  in  cubic  feet  per  barrel  of  cement         .  . 

^1  = — — '        yp) 

27 

The  quantity  of  stone  is  similarly  obtained. 

If  two  or  more  coarse  materials,  such  as  broken  stone  and  gravel,  are 
used,  they  must  be  mixed  in  the  selected  proportions,  before  weighing,  to 
determine  their  voids. 

FOR  CONCRETE  WITH  VERT  FINE  SAND 

In  mortars  of  extremely  fine  sands  the  density  {c  +  s)  is  apt  to  be  about 
0.60  (see  Feret's  table,  sand  C,  p.  146)  and  the  coefficient  of  first  term  of 

1. 00 

formula  (3)  becomes  —7-  ==  1.67  instead  of  1.34.      In  plastic  mortars 

0.00 

of  standard  Ottawa  sand  the  density  (c  +  ^),  by  tests  of  the  authors, 

1. 00 
averages  about  0.71,  hence  the  coefficient  becomes  — —  =1.41  instead  of 

0.71 
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1.34,  Substituting  these  valuesyor  any  others  which  may  be  obtained  by 
experiment,  in  formula  (2),  the  working  formulas  which  follow  it  may  be 
readily  deduced:  It  is  evident  from  the  variation  in  the  coefficient  with 
different  sands,  that  the  variation  in  volume  of  mortar  and  concrete  ob- 
tained by  different  experimenters  is  due  chiefly  to  the  difference  in  the 
materials  employed. 

The  coefficient  of  (c  +  s)  is  also  affected,  though  to  a  less  degree,  by 
the  character  of  the  cement,  some  cements  requiring  more  water  than 
others  and  therefore  producing  a  greater  bulk  of  paste  for  a  given  weight 
of  cement. 

FOR  CONCRETE  OF  CEMENT  AND  COARSE  AGaSEGATE 

In  concrete  mixtures  of  cement  and  coarse  stone,  with  no  sand  or  screen- 
ings, formulas  (2)  to  (8)  are  inapplicable  because  apparently  the  air  voids 
do  not  increase  with  the  leanness  of  the  mixture  until  the  point  is 
reached  at  which  the  paste  fails  to  fill  the  voids  in  the  stone.  It  is  therefore 
necessary  to  go  back  to  formula  (i),  page  209.  Since  5  is  zero,  the  formula 
becomes 

W^^(i  +  m)c+  (1  +  p)g  (9) 

An  average  value  of  (i  +  m)  for  a  first-class  American  Portland  cement 
has  been  found  by  experiment  to  be  1.65.  It  varies  with  the  quantity  of 
water  required  to  gage  the  cement  to  such  a  consistency  that  the  voids  will 
be  filled,  but  no  free  water  will  exist  upon  the  surface.  The  selected  value, 
assuming  1%  voids  in  the  paste,  corresponds  to  20%  of  water  by  weight. 
The  value  of  (i  —  ^)  is  usually  1.04  to  1.08.  An  average  formula  for  a 
concrete  of  cement  and  coarse  stone  may  thus  be  taken  as 

W^  =  1.65c  +1.08^  (10; 

which  IS  readily  reduced  to  practical  forms  by  the  method  adopted  in 
evolving  formulas  (4)  to  (8)  from  formula  (3). 

If  the  stone  is  a  mixture  of  sand  and  gravel,  or  broken  stone  and  screen- 
ings, the  coefficient  of  g  must  be  increased  and  a  figure  selected  whose 
value  depends  upon  the  relative  proportion  of  fine  and  coarse  material. 

TABLES  OF  QUANTITIES  OF  MATERIALS  AND  VOLUMES 

Tables  on  pages  213  to  217  are  calculated  from  formulas  (5),  (6), 
(8),  and  (9).  The  quantities  for  rubble  concrete  are  reduced  in  pro- 
poition'to  the  percentage  of  rubble  stone  used.    These  formulas  are 
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used  not  merely  because  of  their  theoretical  worth,  but  because,  as 
stated  on  pages  204  and  218,  the  results  from  them  agree  with  actual 
experiment. 

The  values  are  average  values  of  sufficient  exactness  for  practical 
use,  although,  as  already  suggested,  variations  in  the  quality  of  the 
materials  largely  affect  the  resulting  volumes,  especially  of  the  mortar. 


VOLUMES  OF  MOBTABS  AND  QUANTITIES  OF  MATERIALS 

Volume  of  Plastic  Mortar  and  Quantity  of  Materials  per  Cubic  Yard  {see  p,  212.) 

Based  on  Tests  and  Experience  of  the  Authors 


»rt»n 
arts. 

Ordinary  Coarse  Bank  Sand. 

Veiy  Fine  Sand. 

Propc 
byp 

Volume  Com- 
pacted Plastic 
Mortar. 

Materials  for 

1  Cu.  Yd.  of  Plastic 

Mortar. 

Volume  Compacted 
Plastic  Mortar. 

Materials  for 

1  Cu.  Yd.  Plastic 

Mortar. 

• 

From 
one  bag 
(94  lb.) 

of 
Cement. 

From 
one  bbl. 
(376  lb.) 

of 
Cement. 

One  bag  cement  as- 
8|imed  as  1  cu.  ft. 

From  one 

(94  li) 

of 
Cement. 

From  one 

bbl. 
(376  lb.) 

of 
Cement. 

One  bag  cement 
assumed  as  1  cu.  ft. 

I 

Packed 
Cement. 

Loose 
Sand. 

Packed 
Cement. 

Loose 
Sand. 

Ctt.  ft. 

eu./t. 

hbl. 

cu.yd. 

cu.fL 

cu./l. 

m. 

cu.yd. 

0 

0.80 

3-2 

8.31 

i 

1.02 

41 

6.61 

0.49 

115 

4.6 

S.91 

0.44 

I 

1.38 

55 

4.88 

0.72 

I. SI 

6.0 

4.48 

0.66 

x§ 

1.74 

7.0 

3.87 

0.86  ■ 

1.88 

75 

3.6l 

0.80 

2 

2. II 

8.4 

3-21 

0.9s 

2.24 

8.9 

3.02 

0.90 

2i 

2.47 

9.9 

2.74 

1. 01 

2.51 

10.4 

2.60 

0.96 

3 

2.83 

"•3 

2.39 

1.06 

2.97 

II. 8 

2.28 

1. 01 

3i 

319 

12.8 

2.12 

1. 10 

3-33 

13-3 

2.03 

1.05 

4 

3-55 

14.2 

1.90 

113 

3.70 

14.8 

1.83 

1.08 

4i 

391 

156 

1.72 

115 

4.06 

16.2 

1.67 

I. II 

5 

4.28 

17. 1 

1.58 

1. 17 

4.43 

17.7 

1-53 

113 

si 

4.64 

18. s 

1.46 

1. 19 

4.79 

19.1 

1. 41 

IIS 

6 

5. 00 

20.0 

1.3s 

1.20 

5.15 

20.6 

1.31 

1. 17 

Note: — Variations  in  the  fineness  of  the  sand  and  the  cement,  and  in  the  con- 
sistency of  the  mortar,  may  affect  the  values  by  10  per  cent,  in  either  direction. 

All  except  the  first  item  in  the  table  on  page  213  and  the  first  12 
items  in  tables  on  pages  214  and  215  are  calculated  from  formulas  (5), 
(6),  and  (8),  pages  210  to  211,  with  the  assumption  there  outlined. 
The  broken  stone  in  the  first  twelve  items  in  the  concrete  tables,  pages 
214  and  215,  except  where  the  voids  are  40%  or  over,  is  assumed  to 
contain  fine  material,  and  the  coefficient  selected  for  g,  formula  (9), 
varies  from  1.08  for  50%,  45%,  and  40%  voids  to  1.14  for  20%  voids. 
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One  Bag  of  Cement  (94  lb.)  is  Assumed  as  One  Cubic  Foot.     (See  p.  212) 
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*  Use  ordinarily. 
Variations  in  fineness  of  sand  and  compacting  of  concrete  may  a£Fect  volumes  xo%  in  either  direction. 
With  a  barrel  of  3.8  cu.  ft.  (which  means  xoo  lb.  per  cu.  ft.)  use  5%  more  cement  and  |%  less  sand  and 
stone. 

With  a  barrel  of  3.5  cu.  ft.  use  X2%  more  cement  and  x4%  l«fl8  sand  and  stone. 
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One  Bag  of  Cement  (94  lb.)  is  Assumed  as  One  Cubic  Foot.     (See  p.  212) 
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33.0 
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a 
a 

1* 
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8 
8 
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94 
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39 
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ai 
a^ 

31 

4 

xo 
xo 
xo 

xa 
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x6 

86 
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.\7jO 
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ao.a 

X8.9 
ao.5 

ai.9 
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a| 

a 

'7 

4i 

10 
10 
10 
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ao 
aa 
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54 
49 

X9d6 

ao.7 
ai.8 

ao.6 
ai.8 
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aa.8 
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35.0 
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35-4 
37.3 
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2| 

a 
ai 

6 

6J 

7 

xo 
xo 
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a6 
aS 

45 
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39 

aa.8 
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a4-x 
a6.5 

a6.7 
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31.0 

30J6 
33-3 
34^ 

3 
3 
3 

5 

xa 
la 

16 
x8 
ao 

75 
67 
60 

ao.o 
ax.o 
aa.x 

ao.8 
aa.o 
33  .a 

ai.7 
33.0 

34-3. 

33.4 
34.9 
36.4 

35.1 
36.8 
38.6 

3 
3 
3 

5* 

6 

6i 

xa 
xa 
xa 

9Q 

34 

a6 

55 
SO 
48 
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34-3 
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34-4 
a<.6 
a6.8 

35.6 
a6.9 
a8.a 

38.0 

39*5 
31.0 

30.3 

33.1 

33^ 

3 
3 
3 

^ 

xa 

xa 
xa 

a8 

30 
33 

44 
43 
39 

a6.4 

37.5 
a8.6 
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39.  X 

30.3 

39-4 
30.8 
33.0 

33.5 
340 

35.5 

35-5 
37-3 
39-0 

4 
4 
4 

7 

_ 

x6 
x6 
x6 

ao 

75 
63 
55 

35/9 
a7.a 
39.3 

a6.x 
38.5 
30.8 

a-.a 
39.8 
334 

393 
324 
354 

31-5 

4 

4 
4 

8 

9 
xo 

T 

x6 
x6 
x6 

33 
36 
40 

48 
43 
40 

33-6 
35^ 

33.3 

34-9 
37.5 
40.X 

38.4 
41.4 
44-4 

41.9 

48i 

f    S 
6 

f    10 
1     xa 

ao 
a4 

40 
48 

47 
46 

38.7 
45.9 

'  Ts 

43-0 
5I-I 

47.3 
56.3 

5»-7 
61.4 

*  Uae  OTdixiarily. 

Variations  in  fineness  of  sand  and  compacting  of  concrete  may  affect  volumes  10%  in  either 

direction. 
With  a  barrel  of  3.8  cu.  ft.  (which  means  100  lb.  per  cu.  ft.)  quantities  are  4%  smaller. 
With  a  barrel  of  3.5  cu.  ft.,  quantities  are  zx%  smaller. 


„g  UtUtriats  for  One  Cubic  ¥vd  of  RiMtU  Concrete 

One  Bag  of  Cement  (94  lb.)  is  Assumed  as  One  Cubic  Foot.     (See  p.  2 
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QUANTITIES  OF  MATERIALS 

Volume  of  RubNe  Concrete  from  One  Barrd  {4  bags)  Cement 
One  Bag  of  Cement  (94  lb.)  is  Assumed  as  One  Cubic  Foot.     (See  p.  212) 


217 


g 

Pfoportions  of 

Proportions  of 

Terms  of 
$  of  Stone. 

Average  Volume  of  RubUe 

3 

Plain  Concrete  by 

Plain  Concrete  by 

Concrete  Made  From  One  Banel 

0 
> 

Parts. 

Vohime 

» 

of  Cement. 

1 

aS 

1 

.a  3 

0  0 

Broken  Stone. 

Gimvel 

or 
Mixed 
Stone 

Scieo. 

Screened 

«  \it 

tiBcaUy 
Graded 

Mix. 

tures. 

3 

«i 

to  One 
Size. 

8  ^^ 

and 
Gravel. 

• 

i 

■ 

■ 

I 

• 

■ 

8 

1 

Voids. 

40 '-o 
Voids. 

^ 

g  0 

bbl. 

cu.  ft 

CU.  ft 

% 

cu.ft. 

cu.ft. 

cu.  ft 

cu.  ft 

04 

u 

cJ5 

(/3 

3 

8 

xa 

\t 

18.7 

19. S 

ao.a 

az.8 

4 

8 

x6 

21.4 

aa.4 

^11 

25.6 

5 

8 

ao 

¥" 

24.0 

25-4 

36.8 

29-4 

'i 

4 

10 

16 

66 

a3.i 

a4.a 

35.3 

27. 4 

ao% 

2'  ■ 

1 

10 

ao 

54 

ag.o 
a8.4 

27.3 

38.5 

31.3 

>! 

6 

10 

24 

fs 

30.0 

31.6 

3S.O 

3 

5 

la 

ao 

60 

27.6 

ag.o 

30.x 

33.0 

3 

6 

za 

24 

50 

30.  a 

32.0 

33.6 

36.8 

' 

3 

7 

xa 

a8 

44 

33.0 

34.8 

36.7 

40.S 

a 

3 

I            8 

xa 

74 

az.a 

aa.a 

33.0 

24.9 

a 

4 

8 

x6 

S6 

24.4 

25. 5 

36.8 

29.2 

a 

5 

8 

ao 

46 

273 

30. 0 

30.5 

33.0 

a^ 

4 

10 

x6 

66 

26. A 
ag.o 

27.7 

38.8 

3z.a 

30% 

a 

5 

xo 

20 

54 

31.0 

32.5 

35.7 

at 

6 

I          10 

24 

45 

32.5 

34. 5 

36.3 

40.0 

3 

S 

la 

ao 

60 

31.6 

33.0 

34-6 

37.6 

3 

6 

X3 

24 

SO 

34.6 

36.5 
39.8 

38.4 

42.0 

* 

3 

7 

xa 

a8 

44 

37.6 

4a. 0 

46.3 

a 

3 

8 

xa 

74 
S6 

\i\ 

26.0 

37.0 

29.2 

a 

4 

8 

x6 

29.8 

31.3 

34.2 

a 

5 

8 

20 

46 

33.0 

33.8 

35.6 

39.0 

ai 

4 

10 

z6 

66 

30.8 

32.4 

34.0 

36.6 

40% 

I 

a 

5 

10 

ao 

54 

34.6 

36.3 

38.0 

41.7 

2t 

6 

10 

24 

g 

38.0 

40.3 

42.3 

46.7 

3 

S 

za 

20 

36.8 

38.7 

40. 5 

44.0 

3 

6 

za 

24 

50 

40. 5 

42.7 

44.8 

49-3 

1 

3 

7 

xa 

a8 

44 

44.0 

46. 5 

49.0 

54.2 

a 

3 

8 

za 

\t 

ag.S 

31.3 

32.4 

35.0 

a 

4 

8 

z6 

34.2 

35.8 

37.6 

41.0 

a 

5 

8 

ao 

46 

38.4 

40.6 

42.8 

47.0 

ai 

4 

zo 

z6 

66 

37.0 

38.8 

40.4 

43.8 

So% 

I 

a 

S 

zo 

ao 

54 

41.4 
45.0 

43.6 

45.6 

50.0 

3t 

6 

10 

24 

45 

48.3 

SO. 8 

56.0 

3 

5 

za 

ao 

60 

^•3 

46.4 

48.6 

52.8 

3 

6 

za 

H 

SO 

48.6 

s^-2 

|i:l 

59.0 

3 

7 

xa 

a8 

44 

52.8 

55.8 

65.0 

a 

3 

8 

za 

^i 

37.3 

390 

40. 5 

43.8 

a 

4 

8 

z6 

S6 

42.8 

44.8 

47.0 

51.2 

a 

S 

8 

ao 

46 

48.0 

50.8 

53. 5 

58.8 

ai 

4 

zo 

z6 

66 

46.3 

48.5 

SO.  5 

54.8 

60% 

T 

a 

S 

xo 

ao 

54 

51.8 

54. 5 

62. 5 

62. s 

^l 

6 

10 

24 

45 

57.0 

60.3 

63.5 

70.0 

3 

5 

xa 

20 

60 

55.3 

58.0 

60.8 

66.0 

3 

6 

X2 

24 

50 

60.8 

64.0 

67.3 

23® 

3 

7 

xa 

a8 

44 

66.0 

69.8 

73.5 

8X.3 

*  Use  ordinarily. 
Variations  m  fineness  of  sand  and  compacting  of  concrete  may  affect  volumes  xo%  in  either 

direction. 
With  a  barrel  of  3.8  cu.  ft.  (which  means  xoo  lb.  per  cu.  ft.)  the  quantities  range  from  3%  to  2% 

smaller,  according  to  percentage  of  nibble. 
With  a  iMirrel of  3.5  cr\.  ft.  the  quantities  are  9%  to  5%  smaller. 
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Before  adopting  these  formulas  and  compiling  the  tables  from  them, 
comparisons  were  made  in  great  detail  with  actual  volumes  of  concrete 
recorded  by  a  large  number  of  prominent  engineers,  and,  with  due  allow- 
ance for  different  materials,  the  average  results  agreed  very  closely, 
with  an  extreme  variation  of  seldom  more  than  5  per  <ient. 

Tables  of  Bubble  Concrete.  The  tables  on  pages  216  and  217  give 
the  quantities  of  materials  and  the  volumes  of  concrete  mixed  in  dif- 
ferent proportions  and  with  different  percentages  of  rubble. 

The  percentages  of  rubble  are  based  on  the  ratio  of  the  volume  of  the 
concrete  after  it  is  laid  to  the  actual  volume  of  the  large  stone  contained 
in  it.  In  other  words,  it  is  the  percentage  of  the  finished  concrete  occu- 
pied by  the  large  stone. 
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CHAPTER  XII 

PREPARATION  OF  MATERIALS  FOR   CONCRETE 

The  various  operations  relating  directly  to  the  laying  of  concrete  are 
discussed  in  detail  in  this  and  several  succeeding  chapters.  While  the 
selection  of  the  special  methods  and  machinery,  which  are  described  at 
length  in  the  succeeding  chapters,  are  determined  by  local  conditions, 
certain  general  principles  apply  to  all  classes  of  work.  The  preparation 
of  the  materials  relates  to  the  storing  of  cement,  the  screening  of  sand  and 
gravel,  and  the  crushing  of  stone. 

STORING  CEMENT 

Portland  cement  is  not  injured  by  storing  in  a  dry  place  for  a  con- 
siderable length  of  time;  in  fact,  contrary  to  former  belief,  instead  of 
deteriorating,  the  quality  is  often  improved  by  storage.  Cement  manu- 
facturers when  rushed  with  orders  sometimes  ship  material  which,  not 
being  sufficiently  air-slaked,  contains  free  lime,  that  exposure  to  air 
may  change  to  a  hydrate  and  thus  render  harmless. 

Recognition  of  the  fact  that  exposure  to  dry  atmosphere  does'  not 
injure  cement  has  led  to  packing  it  in  bags  instead  of  in  barrels,  thus 
saving  both  cost  of  barrel  and  extra  freight  upon  it.  Paper  bags  avoid 
loss  and  return  charges  on  cloth  bags,  but  result  in  more  breakage. 

The  economy  of  storing  the  cement  as  near  as  possible  to  the  mixing 
platform  or  mixing  machine  is  obvious,  but  since,  on  the  other  hand,  it 
is  more  easily  handled  and  is  always  less  in  volume  than  sand  and  stone, 
these  should  be  given  the  preference  in  the  matter  of  location. 

SCREENING  SAND  AND  GRAVEL 

The  three  most  common  methods  of  screening  are  (i)  by  hand,  that 
is,  by  throwing  shovelfuls  of  the  material  on  to  an  inclined  screen,  (2) 
by  dumping  or  hoisting  the  material  on  to  a  fixed  inclined  screen,  (3) 
by  a  revolving  screen. 

Cost  of  Hand  Screening.'*'  The  cost  of  hand  screening  depends  upon 
the  total  amount  of  material  handled  rather  than  upon  the  quantity  of 
sand  or  gravel  produced .  A  material  most  of  whose  particles  run  through 
the  screen  can  be  most  cheaply  screened,  because  the  screen  can  be  moved, 

*  See  "Concrete  Costs"  by  Taylor  &  Thompson  for  futher  information  on  costs  of  preparing  materials. 
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or  arranged  over  a  hole,  while  if  a  large  proportion  of  the  particles  are 
caught  they  must  be  shoveled  from  the  foot  of  the  screen. 

An  average  laborer,  properly  superintended,  will  throw  about  24  cu.  yd. 
of  material  against  a  screen  in  a  ten-hour  day,  but  in  estimating  the  cost, 
allowance  must  be  made  for  shoveling  the  material  out  of  the  way,  moving 
screen,  and  superintendence. 

The  following  are  approximate  costs  of  screening  sand  and  gravel  by 
hand  under  ordinary  conditions.  The  prices  are  from  actual  records  on 
a  number  of  jobs  and  are  based  on  labor  at  $2.00  for  ten  hours,  with  a 
suitable  allowance  for  superintendence  and  contractor's  profit.  The  min- 
immn  prices  apply  to  first-class  men. 

Average  Minimani 

cost  cost 

per  cu.  yd.  per  cu.  3rd. 

Screening  sand,  coarse  stuff  wasted $0.17  $0. 12 

Screening  gravel  to  remove  large  stones o.  23  o.  16 

Screening  gravel  to  remove  sand,  sand  wasted 0.41  o.  29 

Screening  gravel  coarse,  and  fine  stuff,  both  measured 0.21  o.  14 

If  laborers  are  working  alone  with  no  foreman  in  sight,  as  is  often  the 
case  on  concrete  work,  50%  should  be  added  to  the  average  costs. 

Inclined  Screen  fed  by  Oarts,  Derrick  Buckets,  or  Endless  Chain.  The 
slope  of  an  elevated  screen  may  vary  from  35^  to  45®  from  the  horizontal, 
according  to  the  character  of  the  material.  Coarser  screens  are  required 
to  pass  material  of  a  certain  size  than  for  hand  screening. 

At  the  new  Cambridge  Bridge,  Boston,  the  contractors  employed  a 
screen  about  15  feet  long,  hinged  at  the  top  so  that  the  slope  could  be 
varied  to  suit  the  material.  A  hopper  located  above  the  screen  fed  on  to  a 
3-inch  bar  screen,  consisting  of  parallel  iron  bars  about  3  inches  apart, 
supported  by  iron  cross  pieces  about  5  inches  apart.  The  stones  too  large 
for  the  concrete  ran  down  this  coarse  screen,  and  rolled  off  one  side,  while 
the  remainder  of  the  material  fell  through  it  on  to  a  screen  with  i-inch  by 
}-inch  mesh,  which  separated  the  medium  gravel  from  the  sand. 

On  another  large  job  in  Everett,  Mass.,  where  an  inclined  screen  was 
fed  by  a  bucket  elevator  supplied  by  carts,  300  to  350  cu.  yd.  of  sand  and 
gravel  were  screened  in  ten  hours,  and  an  even  larger  quantity  could  have 
been  handled  had  it  been  supplied  with  absolute  regularity. 

The  cost  of  screening  by  this  method  dej)ends  both  upon  local  conditions 
and  the  quantity  screened.  The  average  cost  may  be  assumed  to  be  from 
4  to  8  cents  per  cubic  yard  when  large  quantities  of  sand  or  gravel  are 
handled  at  once. 

Rotating  Screens.  Rotating  screens,  cylindrical  or  hexagonal  in  shape, 
although    most    frequently    employed    for    separating    crushed     stone 
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(see  p.  224),  are  also  adapted,  if  power  is  available,  for  separating  sand 
from  gravel,  or  for  separating  gravel  into  several  sizes  to  remix  in  the  theo- 
retical proportions  required  for  a  dense,  impervious  concrete. 

While  the  first  cost  of  a  rotating  screen  is  more  than  that  of  an  inclined 
screen,  less  elevation  is  required  and  it  may  be  fed  with  a  bucket  conveyor. 

A  plant  for  ordinary  concrete  made  from  two  aggregates,  sand  and 
gravel,  requires  a  screen  with  only  two  sizes  of  mesh,  the  smaller  about 
f-inch  and  the  larger  2,  2^  or  3-inch  mesh,  as  desired.  Often  no  screening 
is  required  except  to  remove  the  sand,  as  a  few  large  stones  do  no  harm. 
The  screen  may  be  about  3  feet  in  diameter  by  12  feet  in  length. 

The  present  tendency,  for  concrete  which  is  to  be  subjected  to  severe 
stress  or  to  water  pressure,  is  to  require  more  scientific  proportioning  by 
separating  the  aggregate  into  several  sizes  and  remixing  them  so  as  to 
produce  the  greatest  density.  This  separation  may  be  accomplished  in 
practice  by  adding  more  sections,  and  thus  lengthening  the  screen,  or  by 
employing  a  double  cylinder,  which  occupies  about  half  the  space  of  a 
single  cylinder. 

The  inner  cylinder  of  a  double-cylinder  screen  is  composed  of  two  or 
more  sections  of  different  sized  mesh,  and  the  outer  cylinder  is  composed 
of  two  or  more  corresponding  sections  which  are  entirely  separate  from  each 
other  so  that  each  may  discharge  into  a  separate  bin.  Each  outer  section 
has  a  finer  mesh  than  the  corresponding  section  of  the  inner  cylinder. 
The  material,  after  passing  through  a  section  of  the  inner  cylinder,  falls 
upon  the  outer  wire  and  is  again  separated,  the  part  which  is  caught  rolling 
out  through  an  annular  opening  into  one  bin  and  the  remainder  passing 
through  the  mesh  into  another  bin. 

STONE  OBUSHINO 

The  crushing  of  stone  for  concrete  must  be  approached  from  a  different 
standpoint  than  the  preparation  of  material  for  macadam  paving,  although 
the  costs  will  not  vary  materially  from  those  of  a  well-arranged  portable 
crushing  plant  used  on  road  construction. 

For  city  or  town  macadam  paving,  where  a  suitable  ledge  is  available, 
it  is  possible  to  establish  a  fixed  plant  with  stationary  engine,  large  stone 
bins,  and  economical  machinery  for  handling  cars,  so  that  the  stone  can 
be  hauled  over  a  system  of  movable  tracks  directly  from  the  ledge  to  the 
crusher,  while  for  country  road  building  the  plant  is  arranged  with  a  view 
to  its  portability,  sometimes  even  resting  on  wheels. 

For  concrete  work  a  plant  intermediate  in  style  between  these  is  usually 
required.    Its  design  is  governed  by  the  local  conditions  and  by  the  quan« 
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tity  of  concrete  to  be  made.  In  some  cases  where  the  concrete  is  laid  in 
excavation  it  is  possible  to  locate  the  crusher  on  the  bank,  and  allow  the 
stone  to  pass  by  gravity  on  to  and  through  an  inclined  screen,  or,  if  "crusher 
run"  is  used,  to  fall  directly  into  a  pile  below.  Generally  the  stone  from 
the  crusher  must  be  taken  by  bucket  or  belt  conveyors  to  bins,  located,  if 
possible,  above  the  concrete  mixer,  or  where  the  stone  can  be  convenienih 
conveyed  to  the  mixer  without  shoveling. 


NAME  AND  NUMBER  OF  PARTS 

\Vnmt  SPItmui  II  Uprw  Hilf  ChMk  P<ua 

idBsiA  7Ta|flcBlKk  IZ  I«*tr  Half  Cheek  Plita 

iJuwPMo  a  We^  U  Ball  Ar Che<k  PIM* 

ilJawPlile  *  Bcrenlric  Sbitl  11  T*ule 

>|Jaw  ID  SwlD(J»Skah  It  Taffle  BeariBf 

Fig.  6i.— Jaw  Crusher.     (See  p.  iia.) 

Stono  Onuhers.  Stone  crushers  are  of  two  general  types,  jaw  crushers 
and  gyratory  crushers. 

The  size  of  a  jaw  crusher  is  designated  by  the  opening  into  which  the 
stone  is  introduced.  A  i6  by  lo-inch  crusher  has  jaws  i6  inches  in  width, 
and  the  space  between  the  two  jaws  at  the  top  is  lo  inches.  A  "duplex" 
crusher  has  two  pairs  of  jaws  operated  by  the  same  shaft,  but  working 
alternately  by  means  of  different  eccentrics.  Single  jaw  crushers  range 
in  size  from  3  by  i  J  inches  to  36  by  24  inches  or  even  larger. 

The  operation  of  a  typical  jaw  crusher  is  shown  in  Fig,  61 .  One  of  the 
jaws  is  fixed,  and  theother  is  hinged  at  thetop.and  swung  back  and  forth 
through  a  very  small  arc.  The  motion  is  imparted  by  the  eccentric  shaft, 
which,  in  revolving,  raises  and  lowers  the  "pitman,"  whose  lower  end  is 
connected  by  toggles  with  the  lower  end  of  the  movable  jaw.    The  size  of 
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the  stone  passing  through  the  jaws,  that  is,  the  size  of  the  largest  particles, 
b  r^ulated  by  the  opening  at  the  bottom  of  the  swing  jaw,  which  is 
clianged  by  using  longer  or  shorter  toggles. 

A  section  of  a  gyratory  crusher,  which  is  adapted  for  more  stationary 
plants,  is  shown  in  Fig.  62,  page  223,  It  consists  essentially  of  a  cone 
with  a  gyratory  mot  Ion  within  an  inverted  conical  chamber  or  shell.  The 


Kio.  6j.~Gyratory  Crasher.  (Seep,  223.) 
size  of  the  crusher  is  determined  by  the  width  of  the  opening  between  the 
topof  the  cone  and  the  shell,andthecircumference.  The  gyratory  motion 
of  the  cone  shaft  k  produced  by  an  eccentric  keyed  to  its  lower  end.  As 
the  shaft  revolves,  the  cone  is  given  a  kind  of  a  rocking  motion  which 
Continually  directs  it  toward,  and  then  away  from,  different  portions 
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of  the  shell.     The  size  of  the  broken  stone  is  regulated  by  rabing  or 
lowering  the  cone  on  the  shaft. 

The  horse-power  required  to  drive  a  crusher  and  its  attendant 
machinery  varies  largely  with  the  material  handled.  It  is  advisable 
to  make  ample  allowance  above  the  figures  given  in  manufacturers' 
catalogues.     It  is,  also,  economical  to  vise  a  wider  and  heavier  belt 


Fig.  63.— Small  Crushing  Plant  with  Elevator,  Screen,  and  Portable  Bin.    (jSee  p.  3u) 

than  b  generally  specified,  in  order  to  avoid  delays  and  shutdowns. 
When  ordering  almost  any  kind  of  machinery  the  authors  make  it  a 
practice  to  require  a  wider  and  heavier  pulley  than  the  standard  width. 
It  is  wise  to  make  a  pulley  at  least  2  inches  wider  than  the  belt  which 
is  to  be  run  upon  it. 

Cnisho'  Screens  and  Bins.  A  typical  design,  by  Mr.  Earle  C.  Bacon, 
for  bins  suitable  for  a  plant  where  the  concrete  mixer  or  mixing  platform 
is  located  at  a  distance  from  the  crusher  is  shown  in  Fig.  63.  With  slight 
changes  they  may  be  arranged  to  discharge  into  hoppers  over  a  con- 
crete mixer.  The  dimensions  of  timber  employed  in  the  construction 
may  be  used  as  a  basis  for  bins  of  other  sizes. 
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A  safe  slope  for  the  bottom  of  stone  bins  is  45°,  although  if  lined  with 
sheet  iron  this  may  be  decreased  to  35®  or  40°. 

Rotating  screens  for  broken  stone  or  gravel  are  made  usually  in  sec- 
tions varying  in  length  from  3  to  5  feet,  so  that  they  can  be  bolted  to- 
gether and  give  as  many  divisions  of  sizes  as  are  required.  The  diameters 
vary  from  24  to  48  inches.  The  mesh  of  a  rotating  screen  should  be  about 
20%  smaUer  in  diameter  than  the  required  maximum  size  for  the  stone 
as  there  is  more  or  less  wear  on  the  screen,  which  enlarges  the  holes, 
and  this  allowance  will  also  assist  in  excluding  the  oblong  pieces  whose 
longest  dimension  is  above  the  limit.  For  concrete,  unless  two  or  more 
sizes  of  stone  are  mixed,  no  more  than  two  sizes  of  mesh  are  required, 
one,  j-inch  to  remove  the  dust,  and  the  other,  2,  2 J,  or  3 -inch  to  remove 
the  coarse  stufiF.  Often  it  is  necessary  only  to  separate  the  dust  which 
may  then  be  used  as  sand. 

Stone  Bin  Gates.  On  large  jobs  where  the  carts,  cars,  or  auto  trucks 
can  pull  in  underneath  the  bins,  a  horizontal  sliding  gate  is  much  used 
On  smaller  work  where  the  carts  pull  up  alongside,  the  bins  the  simplest 
device  is  the  ordinary  trough  or  chute  built  in  two  sections,  the  lower 
movable  and  hinged  to  the  upper  so  that  it  can  be  raised  to  block  it  or 
dropped  down  to  permit  a  continuous  passage  from  the  bin  to  the  cart. 
For  side  loading  from  large  bins  this  type  of  chute  is  too  heavy  to 
operate  successfully  and  some  sort  of  gate  must  be  used.  A  satisfactory 
design  of  such  a  gate  is  shown  on  page  247  of  the  second  edition  of 
this  book. 

Cost  of  Quairying  and  Crashing  Stone.  The  cost  of  excavating  and 
crushing  stone  for  concrete  varies  with  the  kind  of  rock  and  the  equip- 
ment used.  The  largest  part  of  the  variation  comes  in  excavating;  in 
crushing,  there  are  fewer  variables  and  each  is  less  affected  by  different 
conditions.  In  excavating,  hardness  of  rock,  seaminess,  character  of 
quarry,  equipment  and  method  of  conducting  operations,  and  efficiency 
of  labor,  all  affect  the  cost..  In  crushing,  the  hardness  and  structure 
of  the  rock  and  equipment  are  less  important. 

Task  work  has  been  applied  to  quarrying  with  marked  success.  The 
General  Crushed  Stone  Company  of  Easton,  Pennsylvania,  used  the 
system  in  quarries  of  limestone  and  quartzite  and  secured  high  out- 
puts and  low  costs.  Similar  results  were  attained  in  mining  in 
British  Columbia.  Both  cases  are  described  on  pages  179  and  180  of 
Concrete  Costs. 

Gang.  The  arrangement  of  gang  varies  considerably,  but  for  ordi- 
nary work,  permanent,  but  not  large  enough  for  steam  shovel  equipment 
and  the  Uke,  the  typical  gang  per  drill  is  made  up  of 
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One  drill  man $3 .00 

One  drill  helper 2.00 

J  fireman  @  $2.50 i .  25 

J  blacksmith  @  $3.00 75 

I  blacksmith  helper  @  $2.00 50 

1  foreman  @  $4.00 i  .00 

Total  wages  per  day  per  drill $8. 50 

Add  15  per  cent,  for  superintendence,  overhead  charges  and  con- 
tingencies        1 .  28 

S9.78 
The  typical  crusher  gang  for  a  15  by  9  inch  crusher  is  made' up  of 

One  foreman $4. 00 

One  engineer 2 .  50 

2  men  feeding  crusher  @  $2.00 4.00 

One  man  at  crusher  on  odd  work 2 .  00 

2  single  carts  with  one  teamster  hauling  stone  to  crusher 6 .  00 

3  men  loading  stone  into  carts  @  $2.00 6 . 00 

Total  wages  per  crusher 24. 5© 

Add  15  per  cent,  for  superintendence,  overhead  charges  and  con- 
tingencies         3 . 68     ' 

Total  cost  of  crusher  per  day $28 .  18 

Cost  Table.  The  table  on  page  227,  giving  average  outputs  and  cost 
of  quarrying  and  crushing  stone,  is  a  summary  of  three  tables  in  Con- 
crete Costs,"*  where  the  totals  given  here  are  fully  itemized  so  that 
corrections  to  suit  local  conditions  may  be  made.  The  outputs  and 
costs  were  obtained  on  actual  work,  and  are  therefore  reliable  in  com- 
paring different  kinds  of  rock,  and  in  preparing  estimates.  For  dose 
figuring,  the  detailed  tables  in  '*  Concrete  Costs"  should  be  used. 

The  value  of  rock  in  ledge  is  assumed  to  be,  for  hard  rock,  5  cents 
per  cubic  yard  in  place,  for  soft  rock,  3  cents,  and,  for  very  soft  rock,  2 
cents.  The  cost  of  stripping  is  taken  as  3  cents  per  cubic  y2LTd  of  ledge, 
depreciation  on  machinery  is  25  per  cent,  per  year,  and  interest  on  first 
cost  6  per  cent,  per  year.  Explosives  run  from  3  cents  to  8  cents  per  ton 
of  rock  according  to  the  hardness. 

For  ordinary  city  work,  add  50  per  cent,  to  the  costs  given. 

Data  on  Broken  Stone.  Broken  stone  should  be  bought  and  sold 
by  the  ton  unless  the  method  and  place  of  measuring  is  fully  specified, 
for  the  volume  and  unit  weight  depend  to  a  large  extent  upon  the  method 
of  handling  before  weighing.  Thus  stone  shipped  75  miles  or  more  over 
a  railroad  settles  8  to  10  per  cent,  and  is  correspondingly  heavier  than 
when  in  the  crusher  bins.  Similarly,  stone  hauled  one  half  mile  or 
more  in  wagons  actually  settles  9 to  12  per  cent., about  half  of  this  settle- 

*  Taylor  and  Thompson's  "Concrete  Costs/'  p.  2o8-axA. 
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Average  Outputs  and  Cost  of  Quarrying  and  Crushing  Stone*  {see  p.  226) 

Costs  include  stripping,  drilling,  and  blastingf  at  quarry;  sledging  rock  for  crush^, 
hauling  200  feet  to  crusher,  and  crushing. 

Costs  are  based  on  average  conditions.  Labor  20  cents  per  hour.  Superintendence, 
overhead  charges,  etc.,  15  per  cent.    Profit  not  included. 

Quarrying  Rock  for  Crushed  Stone 


CUntficatioQ  of  Rock. 
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Crushing  Hard  Rack 


Jaw  Crusher. 

Gyratory. 

Size  of  Stone 

9XXS 

zox  30 

No.  3. 

No.  4. 

No.  s. 

No.  6. 

Hourly  Output  of  Crushers— Crushed  Stone 

cu.  yd. 
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Cost  of  Crushing  Hard  Rock 


$ 

$ 
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$ 
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0.579 
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0.394 

0.374 

iV 
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0549 
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•  Summarized  from  "Concrete  Costs",  pp.  208  to  21^. 

t  Use  60  per  cent  dsmamite  in  very  hara  rock;  50  per  cent  in  most  solid,  unseamed  ledgos;  40  per 
cent  in  closely  seamed  medium  rock,  and  25  per  cent  in  very  seamy  disintegrated  rock, 
t  Aaniming  45  P^r  cent  voids. 
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ment  occurs  in  the  first  hundred  feet  of  haul  with  very  little  increase 
between  one  half  and  one  mile.* 

The  weight  of  broken  limestone  varies  from  2  300  to  2  600  pounds  per 
cubic  yard  at  the  crusher.  A  cubic  yard  of  broken  trap  varies  from 
2  400  to  2  700  pounds.  The  authors  have  found  by  repeated  measure- 
ments that  100  pounds  per  cubic  foot  is  a  fair  average  weight  for  screened 
trap  rock  after  it  has  been  shaken  down  by  hauling,  although  when 
measiu*ed  loose  in  a  small  measure  an  average  weight  is  about  90  pounds. 
Crusher  run  stone  is  about  10  per  cent,  heavier  than  this  because  it 
contains  less  voids.  Stones  having  lower  specific  gravities  than  trap 
are  correspondingly  lighter  in  weight.f 

On  macadamized  or  paved  roads,  if  no  steep  hills  are  to  be  encountered, 
two  horses  will  haul  from  6  000  to  7  000  pounds  of  broken  stone  to  a  load. 
Very  high  side  boards  are  of  course  necessary  to  carry  this  quantity. 

In  case  stone  is  bought  by  number,  it  should  be  remembered  that 
No.  I  is  the  finest  size  in  some  localities  and  the  coarsest  in  others. 

WASHING  SAND  AND  STONE 

Sand  and  gravel  frequently  require  washing  to  remove  silt,  clay,  and 
loam,  and  broken  stone  must  sometimes  be  washed  free  of  dust.  Wash- 
ing a  pile  or  a  cart  or  barrow-load  with  a  hose  is  practically  useless.  Two 
methods  are  in  general  use:  (i)  Washing  the  material  down  a  trough  or 
sluice,  the  water  and  waste  passing  off  through  stationary  screens  in 
the  bottom  of  the  trough  or  inclined  in  the  opposite  direction  to  the 
trough,  and  (2)  Washing  through  one  or  more  revolving  screens,  which 
gives  better  results,  principally  because  of  the  additional  rubbing  action 
imparted.  Although  revolving  screens  are  best  adapted  to  large  sta- 
tionary plants,  portable  plants  for  construction  work  have  been  put  on 
the  market. 

Trough  Method.  In  trough  washing  the  material  is  shoveled  or 
dumped  into  the  trough  and  water  is  led  in  from  an  overhead  hopper  or 
from  pipes.  If  material  of  one  size  only  is  washed  at  a  time,  in  the 
bottom  of  the  trough  is  placed  a  screen  fine  enough  to  allow  the  aggre- 
gate to  pass  over  it  into  the  storage  bin,  while  the  dirt  and  water  drop 
through  the  screen  into  a  second  trough  and  are  carried  away.  The 
Aberthaw  Construction  Company  has  used  J-inch  screens  for  washing 
stone  and  gravel,  and  No.  20  mesh  screens,  supported  by  frequent  cleats, 
for  washing  sand.    If  sand  is  to  be  screened  from  gravel  in  the  washing 

*  Prof.  Ira  O.  Baker,  Bulletin  23,  University  of  Dlinois,  1908. 
t  See  table  p.  123. 
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process,  use  a  screen  at  the  end  of  the  trough  sHghtly  inclined  in  the 
opposite  direction  to  the  trough.  Water,  dirt,  and  fine  material,  of  size 
determined  by  the  screen  selected,  will  pass  through  into  a  settling  tank 
and  coarse  aggregate  will  roll  over  the  end  of  the  screen  into  a  storage 
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Fig.  64. — Washing  and  Screening  Plant.     {See  p.  2 29 J 

bin.  In  the  settling  tank  the  overflow  of  water  will  carry  off  the  dirt.* 
Qravity  Screens.  For  separating  into  several  sizes,  where  accurate 
grading  is  unnecessary  and  the  material  is  \iot  too  dirty,  inclined  screens 
give  good  results.  A  plant  of  this  kind  is  shown  in  Fig.  64,  page  229. 
The  slope  of  the  screens  varies  from  35°  to  45°  and  with  a  series,  are 
arranged  to  reverse  the  direction  of  the  material  as  shown,  since,  at 

*  A  design  for  such  a  tank  is  given  by  W.  H.  Wilms  in  Engineering  News,  November  jg,  i9X4>  P- 1008. 
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best,  the  velocity  becomes  so  great  that  only  short  lengths  are  eflFective. 
To  break  up  a  cemented  gravel,  a  heavy  bar  screen  on  a  35**  slope  should 
be  used.  For  reasonably  clean  sand  and  gravel,  about  1}  gallons  of 
water  per  minute  per  cubic  yard  is  enough,  one-half  entering  the  hopper 
with  the  material,  while  the  rest  may  be  divided  up  among  the  screens. 
Gravel  may  be  screened  direct' to  bins,  but  sand,  water,  and  dirt  all 
pass  into  a  settling  tank  where  the  water  and  dirt  overflow  together. 

Revolving  Screens.  Because  the  revolving  action  makes  possible  a 
flatter  slope,  gravel  moves  slower  over  a  revolving  screen  than  over  a 
gravity  screen  and  this,  together  with  the  additional  rubbing  action, 
makes  more  accurate  sizing  and  better  cleaning  possible. 

For  separation  into  several  sizes,  independent  screens  are  generally 
installed.  The  pitch  of  the  working  surfaces  runs  about  i^  inches  per 
foot,  and  the  pitch  of  the  intermediate  chutes  between  about  i^  to 
3  or  4  inches  per  foot,  according  to  the  size  of  the  material  and  amoimt 
of  water.  It  is  important  to  check  or  reverse  the  travel  of  material  just 
before  it  starts  through  a  given  screen.  One  gallon  of  water  per  minute 
per  cubic  yard  is  enough  for  revolving  screens  where  i|  gallons  are 
needed  on  gravity  screens. 

One  t3rpe  of  portable  plant  consists  of  a  screen,  fitted  on  to  a  frame 
of  i-inch  bars  spaced  one  inch  apart,  and  suspended  and  partly  inunersed 
in  a  pan  of  water.*  As  the  screen  rotates  the  bars  break  up  and  grind 
the  material  in  the  water  so  that  the  fine  dirt  is  washed  through  the 
screen,  leaving  the  balance  to  work  along  the  screen  into  a  hopper  at 
the  end. 

Another  type  consists  of  a  cylindrical  steel  shell  fitted  on  the  inside 
and  also  on  the  channel  iron  shaft,  with  longitudinal  vanes  or  shelves. f 
A  steady  stream  of  water  passes  through  the  cylinder,  keeping  the 
lower  part  always  full.  While  the  stone  or  gravel  works  along  in  the 
opposite  direction  to  the  water.  As  the  cylinder  revolves,  the  shelves 
pick  up  gravel  from  the  bottom,  carry  it  to  the  top  and  drop  it  on  to 
the  central  shelves,  from  which  it  drops  off  into  the  water.  Thk  grind- 
ing and  rinsing  action  removes  all  fine  particles  and  the  water  carries 
them  out  at  the  opposite  end  from  the  clean  gravel.  The  dirtiest  gravel 
receives  the  first  washing  with  the  dirtiest  water  and  the  cleanest  gravel 
its  final  washing  with  the  cleanest  water. 

*  Engineering  and  Cenincting,  July  15,  19x4,  p.  70. 
t  Engineering  and  Contracting,  June  14,  1914,  p.  70Q. 
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CHAPTER    Xra 
MIXING  CONCRETE 

The  method  employed  for  mixing  concrete  is  immaterial,  provided  the 
result  is  a  homogeneous  mass  of  the  required  uniform  consistency,  con- 
taining the  various  aggregates  and  cement  in  proper  proportions.  If  the 
color  of  the  mass  is  not  absolutely  uniform,  that  is,  if  uncoated  particles 
of  sand  or  stone  are  visible,  if  masses  of  stones  are  separate  from  the 
mortar,  or  if  some  portions  of  the  mortar  are  dryer  than  others,  the  mixing 
has  not  been  thorough. 

Hand  ▼&•  Machine  Mizinf  •  First-class  concrete  may  \yt  produced 
with  careful  superintendence,  by  either  hand  or  machine-mixing,  but 
machine-mixed  concrete  may  be  about  25%  stronger  than  hand- 
mixed  (see  p.  320). 

The  relative  cost  of  the  two  methods  depends  entirely  upon  circum- 
stances, and  must  be  estimated  for  each  individual  case.  If  the  job  is  a 
small  one,  so  that  the  cost  of  erecting  the  plant  plus  the  interest  and  de- 
preciation, divided  by  the  number  of  cubic  yards  to  be  made,  is  a  large  item, 
or  if  frequent  moving  is  required,  concrete  may  be  and  often  is  mixed 
cheaper  by  hand  than  by  machinery.  The  information  which  follows 
concerning  both  methods  will  serve  as  a  guide  for  comparison  in  spedaJ 
cases, 

MIZZNO  OONORETE  BT  HAND 

The  methods  employed  by  different  engineers  and  contractors  for 
handling  the  materials  and  arranging  the  men  are  nearly  as  varied  with 
hand-mixed  as  with  machine-mixed  concrete.  Concrete  mixing  is  seem- 
ingly so  simple  an  operation  that  it  is  often  neglected  by  the  inspector, 
and  poor  workmanship  escapes  detection. 

The  inspector  should  lay  the  greatest  stress  upon  (a)  exact  measurement 
of  the  gravel  or  broken  stone,  (6)  thorough  mixture  of  the  cement  and 
sand,  (c)  thorough  mixture  of  the  mass,  and  (d)  care  in  dumping  the  con- 
crete into  place.  The  quantity  of  water  used  in  the  mixing  and  the  proper 
ramming  or  puddling  of  the  concrete  in  place  are  equally  important  but 
are  less  likely  to  be  overlooked. 

In  proportioning  the  ingredients,  it  is  poor  economy  to  make  allowance 
for  insufficient  mixing  or  improper  handling  of  the  materials.     The  addi- 
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tional  cement  will  be  much  more  expensive  than  the  extra  time  expended 
by  laborers  in  securing  homogeneous  mixture. 

In  the  first  place  the  mixing  platform  should  be  located  as  near  the  work 
as  possible,  and  so  situated  that  the  coarse  materials  can  be  conveniently 
dumped  on  one  side  of  it  and  the  sand  on  the  other.  It  should  be  not  less 
than  15  to  20  feet  square  if  all  the  work  is  to  be  done  upon  it,  and  except 
for  a  very  small  job  should  be  of  2-inch  plank,  planed  one  side,  spiked  to, 
say,  2  by  4-inch  stringers  about  5  feet  apart,  so  that  it  can  be  moved  from 
place  to  place  as  required.  A  2  by  3-inch  strip  around  the  edge  will  pre- 
vent loss  of  material.  If  the  sand  and  cement  are  made  into  a  mortar 
before  mixing  with  the  stone,  the  platform  may  be  narrower  and  a  mortar 
box  employed  in  addition. 

Methods  of  Measuring  Material.  Cement  should  invariably  be  meas- 
ured by  weight.  In  practice  this  is  accomplished  not  by  weighing  on 
scales  but  by  counting  packages,  since  bags  or  barrels  of  cement  have 

standard  weights.* 

The  volumes  of  sand  and  stone  or  other  aggregate  should  be  distinctly 
stated  in  the  porportions  in  terms  of  the  number  of  cubic  feet  of  each 
material  to  a  barrel  of  cement,  or  else  by  parts,  coupled  with  the  explana- 
tion that  one  part,  or  bag,  represents  a  definite  volume,  such  as  one  cubic 
foot.  In  specifications  where  the  proportions  are  given  by  parts  with 
no  unit  of  measurement,  the  contractor  undoubtedly  has  the  legal  right 
to  base  the  volumes  of  aggregate  on  the  loose  measurement  of  cement 
hence  the  necessity  of  exact  statement  of  imits,  as  prescribed  on  page  205. 

For  measuring  sand  and  stone  for  hand  mixing,  the  bottomless  box 
shown  in  Fig.  5,  page  8,  is  most  satisfactory  and  reliable.  The  dimen- 
sions are  determined  by  the  required  volume. 

For  machine  mixing,  especially  where  the  materials  must  be  wheeled 
from  stock  piles  or  dropped  to  the  mixer  from  bins,  work  with  this  type 
of  bottomless  box  is  altogether  too  slow.  Where  wheel  barrows  are 
used,  it  is  customary  to  measure  into  the  barrow  the  proper  amount  of 
sand  or  stone,  note  the  appearance  of  the  barrow,  and  see  that  successive 
barrows  are  filled  to  about  the  same  point.  A  better  plan  is  to  have  a 
special  barrow  of  the  exact  size  required  or  else  put  a  small  bottomless 
box  into  the  barrow  and  fill  the  box,  lifting  it  out  before  the  wheeler 
starts  for  the  hopper.  The  better  quality  of  work  and  the  saving  in 
materials  offsets  the  slightly  increased  cost  of  this  method. 

Automatic  measuring  devices  for  use  in  connection  with  bins  is  taken 
up  on  page  239. 

*See  page  a. 
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Hand  Mixing.  The  concrete  ingredients  may  be  mixed  in  various 
ways,  any  one  of  which  is  satisfactory  so  far  as  strength  is  concerned, 
provided  the  mass  is  turned  a  sufficient  number  of  times.  For  satis- 
factory quality  with  lowest  cost,  the  sand  and  cement  should  be  mixed 
dry — turning  three  times — the  stone  shoveled  on  top  of  this  mixture, 
water  added,  and  the  whole  turned  three  times.  Time  studies  show 
that  it  costs  3  per  cent,  more  to  mix  concrete  by  shoveling  the  sand  and 
cement  on  to  the  stone  than  by  this  method,  and  11 J  per  cent,  more  if 
sand  and  cement  is  made  into  mortar  and  shoveled  on  to  the  stone.  The 
details  of  the  methods  are  described  in  full  on  page  21.  The  systematic 
arrangement  of  men  and  insistance  upon  shoveling  from  the  bottom  of 
the  pile  and  then  turning  the  shovels  completely  over  are  essentials 
for  thoroughly  mixed  concrete.  Water  should  be  poured  from  buckets 
in  order  to  measure  accurately.  The  quantity  of  water  should  be  gov- 
erned largely  by  the  appearance  of  the  concrete  and  its  use,  always 
remembering  that  an  excess  of  water  beyond  a  plastic  consistency  causes 
a  decrease  in  strength.  For  properly  imbedding  steel,  a  concrete  which 
flows  sluggishly  is  necessary,  while  for  heavy  construction  a  dryer,  plastic 
consistency  should  be  used.  A  little  more  water  is  needed  at4he  begin- 
ning of  the  day's  work,  for  as  successive  layers  are  placed  the  water 
rises  to  the  top  from  the  layers  beneath. 

Distribntion  of  Biixing  Gang.  Whatever  the  methods  of  mixing,  the 
chief  requisites  for  economy  are  such  an  arrangement  of  the  gang  that  each 
man  will  have  definite  duties,  and  that  the  number  of  men  on  one  set  of 
operations  will  perform  their  work  in  the  same  length  of  time  required  by 
another  set  of  men  to  perform  a  different  operation  or  set  of  operations. 
A  gang  should  be  as  large  as  practicable  in  order  to  lessen  the  cost  of 
superintendence  and  the  general  expense. 

It  is  generally  economical  to  have  two  batches  of  concrete  in  preparation 
at  once,  although  one  set  of  men  usually  can  measure  and  mix  the  sand  and 
cement  for  two  mixing  gangs.  While  one  batch  of  concrete  is  being 
shoveled  to  place  or  wheeled  in  barrows,  the  other  batch,  either  in  a  different 
location  on  the  same  platform  or  on  a  separate  platform,  may  be  spread 
and  mixed. 

The  method  of  handling  a  small  gang  is  described  on  page  21.  The 
arrangement  of  gangs  on  two  well  managed  actual  jobs  is  illustrated  in 
the  following  outline: 

(i)  Gang  on  a  core  wall  for  a  dike  where  the  sand  and  cement  were 
mixed  dry  and  spread  on  to  the  stone,  then  wet  as  the  mass  was 
turned. 
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The  large  mixing  platform  was  located  30  to  50  feet  distant  frou  Ac 

excavation,  and  the  concrete  was  handled  in  wheelbarrows. 
One  foreman. 

One  man  wheeling  sand  to  measuring  box. 
Two  men,  working  alternately  at  the  two  ends  of  the  mixing  platform, 

opening  cement,  and  mixing  sand  and  cement  dry. 
^  Three  or  four  men,  working  alternately  at  each  end  of  platform,  shoveling 

gravel  into  bottomless  boxes. 
Six  men  working  alternately  at  each  end  of  platform,  mixing  concrete 

(turning  it  three  times). 
Two  men  handling  water. 

Four  men  wheeling  concrete,  each  filling  his  own  barrow. 
Foxir  men  leveling  and  ramming. 

The  average  quantity  of  concrete  in  proportions  1:2:5  laid  by  this  gang 
per  day  of  ten  hours  was  about  65  batches  or  47  cubic  yards,  with  a  maxi- 
mum of  about  90  batches  or  65  cubic  yards. 

(2)  Gang  for  a  6-inch  foundation  for  a  street  pavement,  where  the  sand 
and  cement  were  made  into  a  mortar  and  spread  on  to  the  stone,  and 
where  two  mixing  platforms  were  used,  one  on  each  side  of  the  street, 
with  a  mortar  box  between  them. 
One  foreman. 

Two  men  mixing  mortar  in  one  mortar  box. 
Four  men  shoveling  stone  alternately  into  two  measuring  boxes. 
Four  men  working  alternately  on  the  two  mixing  platforms,  spreading 

mortar  on  stone,  mixing  concrete,  and  shoveling  to  place. 
Three  men  leveling  and  rammmg  and  also  assisting  to  shovel  to  place. 
One  man  carrying  water  and  doing  other  odd  work. 
The  total  quantity  of  concrete  in  proportions  1:2:5  laid  per  day  of 
ten  hours  averaged  from  40  to  46  batches  or  29  to  33  cubic  yards  per  day 
for  the  gang.    The  gang  was  not  quite  up  to  the  average,  for  imder  given 
conditions  they  ought  to  have  turned  out  regularly  34  cubic  yards  per 
day  of  ten  hours. 
Approximate  costs  of  concrete  mixing  are  discussed  on  page  24. 

\Q  BT  MACHINEBT* 


iMl> 


On  all  large  contracts,  machinery  for  mixing  concrete  is  universally 
replacing  hand  labor.  The  economy  of  this  usually  is  due  as  much  to 
the  appliances  introduced  for  handling  the  raw  materials  and  the  concrete 

*  See  "Concrate  Coets"  by  Taylor  and  Thon^Mon,  pp.  331-445,  for  a  complete  treatment  of  the  Mb- 
Jeot,  indudiof  deecriptloa  of  plants  of  various  types  with  costs  of  ooostniction  and  opention. 
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as  to  the  saving  in  the  actual  labor  of  mixing.  Any  arrangement  which 
requires  the  measuring  and  spreading  of  materials  by  shovelers  before 
entering  the  mixer  results  simply  in  saving  the  process  of  hand  turning 
of  the  concrete  and  the  labor  of  shoveling  it  into  the  vehicle,  and  this  saving 
is  partly  balanced  by  the  cost  of  maintaining  and  operating  the  mixer. 
On  a  small  job  this  last  item  almost  invariably  exceeds  the  saving  in  hand 
labor  and  renders  the  expense  with  the  machine  greater  than  without  it. 

The  design  of  the  appliances  or  plant  for  handling  the  materials,  and  to 
some  extent  the  selection  of  the  type  of  mixer,  depends  upon  local  condi- 
tions, the  quantity  to  be  mixed  per  day,  and  the  total  volume  of  concrete. 
Foi  a  large  mass  of  concrete  masonry  it  is  evident  that  it  pays  to  invest  a 
considerable  sum  in  machinery  to  reduce  the  number  of  men  and  horses, 
but  if  for  any  reason  only  a  small  quantity,  we  wiU  say  not  over  50  cubic 
yards,  can  be  deposited  in  a  day,  the  cost  of  expensive  machinery  cuts  a 
very  large  figure  and  hand  labor  is  generally  cheaper.  In  estimating  the 
interest  on  the  cost  of  the  plant  which  must  be  charged  against  a  cubic 
yard  of  concrete,  instead  of  dividing  the  interest  per  day  by  the  usual 
daily  output,  the  interest  for  the  year  must  be  divided  by  the  total  amount 
of  concrete  to  be  laid  in  the  year.  In  other  words,  allowance  must  be 
made  for  the  days  when  inclement  weather  prevents  work.  To  find  the 
depreciation,  the  value  of  the  entire  plant  when  new,  minus  its  value  after 
the  job  is  completed,  is  divided  by  the  total  number  of  yards  of  concrete. 
Some  of  the  other  running  expenses,  such  as  the  wages  of  the  engineman, 
may  continue  from  day  to  day  whether  or  not  any  concrete  is  being  laid. 

Ooncrete  Mixers.  An  effective  concrete  mixer  not  only  stirs  the  mass, 
which  may  tend  to  separate  the  light  and  heavy  particles,  but  cuts  it  again 
and  again,  and  repeatedly  transfers  the  materials  from  one  part  of  the 
machine  to  another,  so  that  in  whatever  order  they  are  introduced,  the 
product  will  be  homogeneous.  Continuous  turning  alone  does  not  ac- 
complish the  result  so  quickly  or  thoroughly  as  the  more  complicated 
motions.  The  appearance  of  the  concrete  as  it  falls  from  the  mixer  will 
often  distinguish  the  better  of  two  machines. 

The  larger  the  machine,  the  more  economical  it  will  be,  provided  the 
arrangements  for  supplying  it  with  material  and  conveying  the  concrete  to 
the  work  permit  nmning  at  full  capacity. 

Concrete  mixers  are  of  two  general  classes:  (i)  continuous  mixers  into 
which  the  materials  are  fed  constantly,  usually  by  shovelfuls,  and  from 
which  the  concrete  is  discharged  in  a  steady  stream,  and  (2)  batch  mixers, 
designed  to  receive  at  one  charge,  say,  a  barrel  or  a  bag  of  cement  with  its 
proportionate  volume  of  sand  and  stone,  and  after  mixing  to  discharge  it 
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in  one  mass.  It  is  impossible  to  separate  these  two  classes  very  distinctly 
because  rarany  of  the  machines  are  adapted  to  either  continuous  or  batch 
mixing. 

The  authors  are  opposed,  as  a  rule,  to  the  use  of  continuous  mixers, 
unless  the  materials  are  measured  and  fed  mechanically,  because  of  the 
difficulty  of  uniform  feeding.  When  the  ingredients  are  measured  out  by 
hand,  spread  in  layers  one  above  another,  and  then,  starting  at  one  edge, 
are  shoveled  into  the  mixer,  the  proportions  of  the  materials  in  the  resulting 
concrete  are  regulated  by  the  thickness  of  the  layers  of  the  different  in- 
gredients rather  than  by  the  dimensions  of  the  measuring  barrels  or  boxes. 
If  in  one  portion  of  the  pile  the  layer  of  cement  is  thicker  than  in  another, 
the  resulting  concrete  will  be  proportionally  richer.  With  batch  mixers 
all  the  materials  enter  the  machine  at  once;  the  homogeneity  of  the  product 
depends  upon  the  character  and  length  of  time  of  mixing  rather  than  upon 
the  care  exercised  by  the  laborers  in  feeding,  and  less  inspection  is  neces- 
sary. 

The  regulation  of  the  water  supply  in  machine-mixing  as  in  hand- 
mixing  must  be  based  on  judgment.  Having  determined  the  quantity 
to  produce  the  required  consistency,  the  amount  for  each  batch  should 
be  accurately  measured  and  the  quantity  changed  only  when  a  variation 
in  the  materials  require  it.  When  the  concrete  is  laid  to  a  considerable 
depth  the  water  works  up  through  from  one  layer  to  the  next,  so  that 
less  water  may  be  necessary  near  the  top  than  lower  down  to  maintain 
the  proper  consistency. 

The  selection  of  the  type  of  mixer  is  often  governed  by  local  conditions. 
If,  for  example,  there  is  to  be  a  large  quantity  of  concrete,  and  the  machinery 
can  be  located  at  one  place,  a  stationary  machine,  mounted  perhaps  on 
timber  framework,  with  derricks,  elevators,  or  belts,  to  raise  the  materials, 
may  be  economical.  On  running  work,  like  a  conduit  or  retaining  wall, 
more  portable  machines  are  required,  while  for  thin  layers,  like  pavement 
foundations,  if  any  machine  is  used  it  must  be  very  light  or  easily  moved. 
If  stone  for  the  aggregate  is  to  be  broken  on  the  spot,  a  stationary  plant 
may  be  built,  or  the  stone  may  be  hauled  from  the  crusher  bin  to  the  mixer. 
In  some  cases  the  conformation  of  the  ground  will  permit  of  dropping  the 
materials  into  or  through  the  machine  by  gravity.  Frequently  the  volume 
of  concrete  to  be  laid  is  limited  by  the  construction  of  forms,  and  a  machine 
of  small  size  is  sufficient. 

Mixers  may  be  classified  in  four  general  types: 
Rotating  mixers. 
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Paddle  mixers. 
Gravity  mixers. 
Pneumatic  mixers. 

Rotatmg  or  rotary  mixers,  as  they  are  usually  termed,  mix  the  mater- 
ials by  tumbling  them  in  adrum  or  cubical  box,  which  is  usually  provided 
with  deflectors,  blades,  or  plows. 

The  rotating  mixer,  drum  type,  Fig.  65,  (see  p.  238,)  contains  deflectors 
or  blades.  It  may  be  mounted  on  an  elevated  platform  to  facilitate  the 
removal  of  concrete,  and  may  be  provided  with  a  sliding  pivot  hopper  in 
order  that  the  unmixed  materials  may  be  raised  without  hand  labor. 
There  are  a  multitude  of  different  arrangements  to  suit  different  condi- 
tions, all  described  in  mixer  catalogues,  and  many  times  a  special 
wooden  frame  work  must  be  erected  (see  Fig.  67,  p.  242)  in  which 
case  the  mixer  may  be  purchased  without  auxiliary  apparatus.  ♦ 

It  has  been  recommended  that  the  periphery  of  the  drum  move  at 
an  average  speed  of  about  200  feet  per  minute.  An  automatic  meas- 
uring device  for  the  water,  with  an  automatic  locking  device  on  the 
discharging  mechanism  to  prevent  premature  dumping,  are  also  rec- 
ommended. 

Paddle  mixers  consisting  of  a  trough  with  a  single  or  duplex  shaft 
with  paddles  were  formerly  used  to  a  large  extent  either  as  continuous 
mixers  in  which  material  was  shoveled  and  impelled  by  the  paddles  or 
blades,  falling  out  at  the  end  or  as  batch  mixers  (for  which  the  duplex 
form  is  adapted)  in  which  the  material  is  mixed  and  then  dropped  out 
through  a  gate  in  the  bottom.  Unless  fed  very  uniformly  by  continually 
measured  feed,  less  uniform  concrete  results  than  with  a  batch  mixer. 
The  duplex  mixer  is  adapted  to  use  with  bituminous  material  and  also 
for  mortar  mixed  fairly  stiflF. 

Gravity  machines,  properly  so-called,  require  no  power,  the  mate- 
rials being  mixed  by  striking  obstructions  which  throw  them  together  in 
their  descent  through  the  machine  or  else  by  flowing  through  successive 
hoppers.  It  must  be  borne  in  mind  that  the  only  appreciable  saving  in 
cost  in  gravity  mixing  is  the  power  of  turning  the  mixer.  If  the  raw 
materials  have  to  be  raised  higher  than  with  a  power  mixer  this  saving 
is  overbalanced.  The  gravity  machine  must  be  designed  to  insure  thor- 
ough mixing. 

A  gravity  concrete  mixer  is  illustrated  in  Gillmore's  Treatise  on  Limes, 
Hydraulic  Cements  and  Mortars,"t  first  published  in  1863.    In  this 

*  Special  types  of  mizera  are  illuatrated  in  our  advertising  pages, 
t  Page  23o« 
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machine  the  concrete  fell  into  successive  hoppers  opened  and  closed 
by  hand-levers.    This  scheme  is  used  by  a  common  modem  type  of 


Pneumatic  mixers  have  not  been  found  in  practice  altogether  satis- 
factory, delivering  poorly  mixed  concrete  to  the  forms.  It  was  necessary 
on  the  New  York  Rapid  Transit  Subways*  to  supersede  the  pneumatic 
mixer  with  a  rotary  mixer,  using  the  compressed  air  simply  to  force 
the  concrete  through  the  conveyor  pipe  to  place.  The  use  of  com- 
pressed air  in  depositing  is  discussed  in  Chapter  XIV. 


Fic.  65.— Rotary  Mixer;  Drum  Type.     (S«  p.  137.) 

Time  of  Miziiig.  In  batch  mixiiig  there  is  a  tendener  to  nse  too  wet 
conelstencf  and  dump  before  the  materials  are  thoronghly  mixed. 
This  prodnces  a  concrete  of  low  strength  and  is  one  of  the  most  dangeroos 
elements  in  concrete  constmction.  Furthermore  it  is  actually  uneco- 
nomical because  if  the  low  strength  Ib  permissible  it  may  be  obtained 
more  cheaply  hy  thorough  mixing  of  a  leaner  concrete.  A  minitnnm 
time  for  mixing  In  »  rotating  mixer  measured  from  the  time  the  mixer 
is  filled  to  the  time  ready  to  dump  should  be  preferably  not  less  than  one 
minuto  and  longer  mixing,  which  with  less  water  produces  a  smoother 
consistency,  gives  a  still  bettor  concreto.  In  no  case  should  the  mixing 
Sme,  with  the  ordinary  reTolving  mixer,  be  less  than  40  seconds. 

'  BmfiiHtrini  Ktus.  Man±  16,  iei6,  p,  40B 
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Aatamatic  Measurers  for  Concrete  Materials.  The  accurate  measur- 
ing of  concrete  materials  by  mechanical  means  has  not  been  extensively 
developed.  One  difficulty,  if  methods  of  voliunes  are  employed,  lies  in 
the  inaccuracy  of  measuring  cement  by  volume. 

One  patented  device  consists  of  several  drums,  one  for  each  material, 
placed  directly  under  the  bins  containing  the  cement,  sand  and  stone, 
and  rotating  upon  the  same  horizontal  shaft.  The  quantity  of  each 
material  is  regulated  by  the  position  of  the  gates  in  the  bins  and  by 
the  speed  of  rotation  of  the  drum. 

Another  machine  delivers  the  diflFerent  materials  through  separate 
troughs  containing  Archimedean  screws. 

Another  consist  of  one  or  more  bottomless  storage  cylinders,  from 
under  which  the  material  flows  out  on  to  revolving  discs  or  tables,  and 
is  peeled  oflF  by  stationary  adjustable  knives  which  rest  upon  the  disc 
and  project  into  each  material  a  distance  determined  by  the  quantity 
of  each  required. 

A  partially  automatic  measuring  arrangement  was  employed  on  one 
section  of  the  Boston  Subway,  in  1896.  Each  material  fell  into  a  closed 
chute  arranged  with  gates  at  such  distances  apart  as  to  enclose  the 
required  volume,  whence  it  dropped  into  a  hopper  above  the  mixer. 

Partially  automatic  measuring  arrangements  were  used  on  one  of  the 
Ford  factories*  and  on  the  Elephant  Butte  damf.  Overhead  bins  on  the 
Ford  job  dumped  through  chutes  into  a  hopper  above  the  mixer  which 
divided  into  sections.  When  each  section  was  full,  the  chute  lead- 
ing to  it  was  closed  by  a  gate  operated  by  compressed  air.  On  the 
Elephant  Butte  dam  overhead  bins  emptied  directly  at  each  mixer  to 
vertical  cylindrical  boxes  provided  with  conical  ends  so  as  to  fill  com- 
pletely full  and  dump  readily.  The  cylindrical  sides  telescoped  so  that 
the  volume  of  the  charge  could  be  regulated.  The  bottom  of  the  bins 
and  the  bottom  of  the  measuring  boxes  were  closed  by  cylindrical  gates, 
operated  by  hydraulics. 

MeasuriDg  Water.  The  water  for  each  batch  of  concrete  should  be 
•measured.  The  quantity  of  water  used  in  different  batches  must  be 
varied  occasionally  because  of  the  conditions  of  the  materials,  but  even 
in  such  cases  the  amoimt  can  be  regulated  best  by  measurement.  A 
tank  with  a  float  connected  with  an  indicator  on  the  outside  is  easily 
constructed. 

On  the  Elephant  Butte  dam  tanks  were  placed  above  the  mixers 
and  the  water  siphoned  down  in  definite  quantities,  regulated  by  setting 
the  siphon. 

*  EngineeriHg  Racord,  Febniary  14,  19x4,  p.  z8a. 
t  Bttgiweering  Retard,  Octeber  4,  1913,  p.  368. 
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Small  overhead  tanks  with  adjustable  siphons  are  standard  attach- 
ments that  can  be  purchased  for  all  mixers.  One  such  is  illustrated 
in  Fig.  65,  page  238.  A  barrel  arranged  with  a  float  indicator  is 
sometimes  used.    Any  such  scheme  is  better  than  leaving  the  matter 

to  the  judgment  of  a  laborer. 

Proporttoning  by  Weight.  Attention  has  been  called  on  page  205  to 
the  fact  that  not  only  cement,  but  also  sand,  stone,  and  gravel,  can  be  more 
accurately  proportioned  by  weighing  than  by  volume  measurement.  When 
a  large  amount  of  concrete  is  to  be  mixed,  it  is  possible  to  arrange  apparatus 
for  weighing  each  material  in  such  a  way  that  less  labor  will  be  required 
than  for  proportioning  by  volume.  The  first  cost  of  the  scales  may  often 
be  more  than  counterbalanced  by  the  accuracy  in  proportioning,  which 
permits  of  leaner  mixtures,  while  at  the  same  time  greater  uniformity  is 
assured. 

In  view  of  these  facts,  the  authors  predict  that  engineers  will  gradually 
recognize  the  advantage  of  proportioning  by  weight.  In  most  cases  ex- 
cessive cost  may  prohibit  the  use  of  standard  scales,  but  if  the  materials 
are  accurately  screened  and  subdivided,  the  relative  weights  of  each  on 
the  same  job  will  be  so  nearly  constant  that  the  weighing  can  be  performed 
by  a  simple  system  of  counterweights  and  levers.  With  properly  con- 
structed gates  to  the  bins  it  might  be  possible  to  arrange  for  their  auto- 
matic closing  after  the  required  weight  of  each  material  had  been  received 
in  the  hopper. 

Measurements  by  weight  are  employed  to  excellent  advantage  by^'^" 
ren  Brothers  Company  at  their  various  plants  where  the  materials,  wnich 
consist  of  stone,  sand,  and  binding  material,  are  prepared  for  their  bitu- 
minous macadam  pavement.  Eight  bins  containing  aggregates  of  different 
coarseness  drop  their  materials  through  gates  into  a  hopper  which  forms 
the  platform  of  the  scales  and  is  located  directly  above  the  mixer.  The 
scale-beam  is  compound,  with  as  many  arms  as  there  are  ingredients  to 
be  weighed,  and  each  of  the  arms  has  a  sliding  weight  and  a  stop  so  ar- 
ranged that  the  sliding  weight  can  be  moved  only  to  the  point  on  the  beam 
which  will  balance  the  required  weight  of  one  of  the  materials.  When  the 
sliding  weights  are  all  at  zero  and  the  hopper  is  empty,  the  scale  balances. 
The  weight  on  one  of  the  arms  is  moved  out  by  the  laborer  who  operates 
the  apparatus  until  it  comes  to  the  stop  fixed  at  the  point  corresponding 
tn  the  weight  of  the  material  to  be  used  from  a  certain  bin.  The  gate  of 
this  bin  is  opened,  and  the  material  allowed  to  run  into  the  hopper  until 
the  scale  balances.  The  weight  on  the  next  lever  is  then  slid  out,  and  the 
second  material  deposited  in  like  manner  upon  the  first.  When  all  the 
materials  are  thus  weighed,  the  entire  mass  is  dropped  into  the  mixer  below. 
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COSCBETE  PLANTS* 

The  design  of  the  pUnt  for  tmnHiing  the  raw  materials  and  the  con- 
crete OBiiaUr  has  more  to  do  with  an  economical  production  than  the 
tn>e  of  the  mixinf  machine.  The  plant  should  be  drawn  or  sketched 
on  paper  and  accnrate  estimates  made  of  its  cost  and  the  expense  of 
operation,  so  as  to  determine  whether  the  Tolome  ol  concrete  is  soffl- 
dently  lar^  to  warrant  its  installation.  The  authors  have  occasionally 
seen  eqienslTe  machlneiy  which  could  not  be  readily  transported  to 
another  Job,  ioatalled  on  a  section  of  work  where,  because  of  the  small 
total  volome  of  concrete  and  on  account  of  Its  distribution,  hand-mixing 
was  really  more  economical.  On  some  sections  of  the  Hew  Tork  Sub- 
way the  yardage  of  concrete  was  so  small  that  hand-mixing  proved  more 
economical  than  machine -mixing. 

It  is  evident  that  the  arrangement  of  any  plant  must  be  determined 
by  local  conditions,  such  as  the  contour  of  the  ground,  the  distance 
from  which  the  raw  materials  are  transported,  and  the  class  of  con- 
struction. A  description  of  several  plants,  successful  and  economical 
in  operation,  may  afford  suggestions  for  other  work.  The  illustrations 
are  intended  to  show  the  arrangement  of  the  gang  and  conveying 
machinery  rather  than  the  type  of  mixer. 


Fig.  66. — Whedbamin  for  Chai^ng  Miier.    (See  p.  342.) 

Loading  by  Barrows.  One  of  the  common  types  of  plants  consists 
of  a  mixer  mounted  just  high  enough  to  discharge  into  barrows,  carts, 
or  cars,  and  loaded  from  storage  piles  on  the  ground  by  wheel-barrows, 
which  also  measure  the  aggregates.  These  are  usually  wheeled  up  an 
incline  to  dump  directly  into  the  mixer.  Mixers  are  also  designed  with 
a  hopper  arranged  to  be  hoisted  by  the  mixer  engine  and  dumped  into 
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the  drum.  This  type  of  plant  is  economical  where  the  )^rdage  is  not 
large  enough  to  justify  an  elevated  platform  with  storage  bins  and 
expensive  machinery  for  hoisting  materials  from  the  ground  to  the 
bins.    It  is  adapted  to  any  method  of  placing,  either  with  derrick  and 


Fig.  67. — Stationary  Mixing  Plant  with  a  One-Yard  Rotary  Batch  Mixer  {See  p,  243) 


bucket,  or  with  towers  and  chutes,  as  well  as  by  direct  haul.  A  useful 
type  of  barrow  adapted  to  accurate  measurement  and  quick  dumping 
is  shown  in  Fig.  66,  p.  241. 
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Gnvily  Fluiis.  Where  the  conformation  of  the  ground  pennits,  the 
mixer  is  sometimes  placed  at  the  foot  of  a  bank  with  a  platform  built 
over  it,  through  which  the  materials  may  be  dun^)ed. 

BeTfttod  Hopper.  A  satisfactory  arrangement  for  a  stationary  batch 
mixer  is  illustrated  in  Fig.  67,  page  242.  The  bin  above  the  ho[^)er  is 
divided  into  two  compartments  for  the  sand  and  stone,  and  these  are 
measured  by  feeding  them  to  definite  heights  in  the  hopper,  while  the 
cement  is  dumped  into  the  chute  in  front. 

This  general  type  with  many  important  variations  in  detafl  is  in 
common  use.  On  some  jobs  the  ground  slopes  so  that  material  can  be 
delivered  to  bins  direct  from  railroad  cars  or  teams  without  any  trestle 
or  runway.  Where  the  ground  is  not  favorable  a  careful  estimate  is 
necessary  to  make  the  hopper  feed  economical,  for  in  addition  to  the 
elevated  bins,  belt  or  bucket  conveyors,  trestles,  or  similar  plant,  may  be 
required.  The  Turner  Construction  Company,  for  example,  in  install- 
ing two  separate  plants  on  a  large  building  job  was  able  to  use  an  adapta- 
tion of  the  hopper  type  at  one  end  of  the  lot  where  the  ground  sloped 
enough  to  make  an  expensive  trestle  unnecessary,  while  at  the  opposite 
e;nd  the  groimd  was  level  and  a  careful  estimate  indicated  that  a  mixer 
served  by  a  gang  of  wheelbarrow  men  would  give  better  results.  With 
a  one-)rard  mixer  in  each,  the  record  output  of  the  gravity  plant  was 
349  batches  in  8  hours  with  19  men,  while  the  record  output  of  the  second 
plant  was  only  286  batches  in  8  hours  with  30  men.* 

Building  Constniction.  The  common  plant  for  building  construction 
consists  of  a  mixer  located  on  the  ground  or  in  a  pit,  dumping  into  a 
single  bucket  operating  in  a  light  timber  frame  tower,  or  on  steel  guides 
as  shown  in  Fig.  68,  page  246.  The  mixer  is  fed  by  barrows  or  cars,  and 
the  concrete  transported  by  barrows,  cars,  or  chutes. 

In  the  construction  of  the  buildings  of  the  Massachusetts  Institute  of 
Technology,  Cambridge,  by  the  Stone  and  Webster  Engineering  Cor- 
poration the  aggregates  were  dumped  from  railroad  cars  running  on 
low  trestles  to  a  platform  below,  shoveled  to  barrows,  wheeled,  and 
dumped  through  a  hatch  into  a  large  car  in  a  pit.  This  car  after  receiv- 
mg  the  cement  from  bags  was  then  hauled  up  an  incline  by  a  hoisting 
engine  and  tipped  into  the  mixer.  The  concrete  was  hoisted  in  towers 
to  a  hopper  which  fed  a  distributing  chute,  as  shown  in  Fig.  73,  page 
256.  Instead  of  chuting  direct  to  place,  the  chutes  were  maintained 
at  an  angle  of  27°  and  led  to  hoppers,  from  which  the  concrete  was  dis- 
tributed by  two-wheeled  barrows.    This  system  made  it  possible  to 

*  Engineering  Record,  September  20, 1913,  p.  319. 
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maintain  a  smooth  uniform  mix,  not  at  all  sloppy.  The  cost  was  sub- 
stantially the  same  as  by  chuting  direct  to  place  and  a  much  better  con- 
crete was  produced. 

Belt  Conveyor.  On  the  Highland  Park  factory,  Detroit,*  belt  and 
bucket  conveyors  were  used  to  carry  the  material  from  the  railroad  car 
to  the  overhead  bins.  Laborers  shoveled  from  the  car  to  an  open  trough 
under  which  ran  a  belt  conveyor,  carrying  the  material  to  a  bucket  con- 
veyor elevating  it  to  chutes  rimning  to  the  bins.  The  width  of  such  a 
belt  should  be  not  less  than  i8  inches  and  the  slope  no  greater  than 
about  22°,  which  corresponds  to  2 J  feet  horizontal  to  one  foot  vertical. 
Idlers  for  giving  the  proper  V-shape  to  the  belt  were  placed  at  proper 
intervals. 

Conveyors  were  used  similarly  on  the  Elephant  Butte  Dam.f  Cars 
carrying  buckets  ran  imder  the  concrete  hoppers  and  thence  to  cable- 
ways  which  picked  up  the  bucket  and  delivered  the  concrete  on  the  dam. 

The  plan  in  Fig.  69,  page  247,  shows  the  design  of  Mr.  William  B. 
Fuller  of  a  plant  used  at  the  Parsippany  Dike  of  the  Jersey  City  Water 
Supply  Company,  N.  J.  The  sand  was  brought  to  the  bins  and  the 
stone  to  the  crusher  in  wagons.  A  belt  conveyor  delivered  the  crushed 
stone  to.  the  bins.  At  the  outlet  of  each  bin  a  measuring  hopper  (shown 
in  a  detail  section  in  the  drawing)  containing  about  8  cubic  feet, received 
the  sand  or  stone  from  the  bin,  and  at  the  ring  of  a  bell  the  proper  quan- 
tity of  each  material  for  one  batch  of  concrete  was  dropped  upon  the 
conveying  belt.  The  cement  was  emptied  from  bags  on  top  of  the  sand 
and  stone  as  they  were  carried  past  the  cement  shed.  The  bin  over  the 
mixer  had  two  hoppers.  As  soon  as  a  batch  was  delivered  to  hopper 
No.  I,  the  bell  rung  again  and  another  batch  started  into  hopper  No. 
2,  and  while  this  was  filling,  No.  i  batch  was  dumped  into  the  mixer. 

MoYable  Planks.  Where  the  work  extends  over  a  long  strip  of  terri- 
tory as  in  timnels,  retaining  walls,  and  sometimes  buildings,  a  movable 
plant  may  be  economical.  On  small  jobs  the  mixer  is  sometimes  mounted 
on  wheels  and  the  loading  gang  follows  it  about  with  wheelbarrows. 
The  ordinary  paving  mixer  is  a  well  known  example  of  this  method. 

The  Rock  Island  R.  R.  uses  a  3-car  concreting  train^  ^^  building  re- 
taining walls  on  track  elevation  work.  The  train  runs  on  the  lower 
level.  Two  cars  with  bins  carry  the  material  and  a  belt  conveyor  con- 
veys it  to  the  third  car,  on  which  are  the  mixer,  hoist,  tower,  and  chutes, 

*  Engifutrmg  Record,  Febniaiy  14,  1914,  p.  i82. 
t  Loais  C.  Hill  in  Bngimeermg  Rgcord,  October  4,  1913,  p.  368. 

t  Bngineerimg  Xfvs,  April  8. 1915,  p.  674.  See  abo  for  description  of  a  similar  train  used  on  a  Salti- 
more  viaduct.  Emiineerimi  Ntms,  Nov.  x6,  19x5,  p.  927. 
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or  spouts.  The  cement  and  aggregates  are  dumped  directly  to  the  bm 
cars  from  trams  on  the  upper  level.  This  train  is  typical  of  those  used 
by  railroads  on  such  work. 

An  interesting  plant,  used  in  concreting  a  large  nimiber  of  small  sepa- 
rate buildings,*  consisted  essentially  of  a  platform  with  mixer  and  stiff- 
leg  derrick  having  a  horizontal^  boom  45  feet  above  ground,  which 
hoisted  the  concrete  in  a  bucket  and  ran  it  out  to  place.  The  whole 
plant,  moimted  on  wide  wheels,  was  moved  by  a  cable  anchored  by  a 
dead  man. 

For  the  retaining  walls  of  a- part  of  the  Chicago  Drainage  Canal,t 
mixing  plants  were  built  on  flat  cars  running  on  standard  gage  double 
tracks  12  feet  on  centers,  along  one  side  of  the  wall  for  its  entire 
length.  The  center  line  of  the  nearest  track  was  10  feet  from  the  face 
of  the  wall.  Two  standard  flat  cars  were  solidly  united  by  heavy  tim- 
ber platforms,  so  as  to  form  practically  one  very  wide  car.  A  timber 
framework  built  upon  this  platform  supported  3  working  floors.  An 
engine,  boiler,  and  one  mixer  were  located  on  the  first  floor  and  2  mixers 
on  the  second  floor,  the  machinery  being  all  driven  by  line  shafting  and 
friction  gearing. 

A  small  derrick  and  hoisting  engine  on  the  third  floor  hoiste^  mate- 
rials from  a  surface  track  alongside  and  dumped  into  three  15-cubic 
yard  hoppers,  two  holding  stone  and  the  third  divided  in  the  middle 
for  cement  and  screenings.  This  double  hopper  fed  through  a  measur- 
ing hopper  into  a  mixer  on  the  first  floor,  where  the  cement  and  screen- 
ing were  mixed  dry}  and  then  raised  by  two  bucket  elevators  to  measur- 
ing hoppers  over  two  mixers  on  the  second  floor.  The  broken  stone 
was  drawn  from  the  bins  through  mixing  hoppers  direct  to  these  two 
mixers.  These  two  mixers  dehvered  the  concrete  to  inclined  bucket 
elevators  which  dumped  it  into  a  hopper  on  the  middle  line  of  the  wall. 
From  this  hopper  the  concrete  ran  to  place  in  lo-inch  pipe  chutes.  The 
cost  of  both  of  these  plants  complete  was  about  $21  000.  ||  The  cost 
of  the  two  plants  divided  by  the  total  quantity  of  concrete  laid  gives  a 
imit  plant  cost  of  $0.21  per  cubic  yard.  This,  however,  does  not  include 
the  repairs,  or  fuel,  or  the  cars  and  locomotive  handling  the  materials. 

In  building  a  dam  at  Chaudiere  Falls,  P.  Q.,§  tracks  were  laid  just 
above  and  below  the  site  of  the  dam  and  parallel  to  it  and  a  traveling 

*  R.  C.  Haxdman  in  Engineeriiig  and  Contracting,  May  la,  191 5,  p.  437. 
t  Plant  is  shown  in  Engineering  Record^  February  17, 1906,  p.  190. 

X  This  preliminary  mixing  of  the  cement  and  sand  is  not  generally  considered  necessary  in  machine 
mixed  concrete.    The  same  scheme  of  plant  design  could  be  used  effectively  without  this  feature. 
11  Personal  correspondence  with  Mr.  L.  K.  Sherman,  Assistant  Chief  Engineer. 
I  Bngintering  News,  May  7*  X903>  p.  403* 
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platform  containing  the  mixer  was  constructed  so  as  to  straddle  the 
dam.  The  mixer  discharged  the  concrete  into  the  upper  end  of  a  tube 
fitted  with  a  lower  telescoping  section,  so  that  it  could  be  deposited 
directly  on  any  part  of  the  dam. 


Fig.  68. — Automatic  Dumping  Concrete  Elevator.     {Set  p.  243,) 

Pneumatic  MlzUic  Plants.  Fneunaatic  mixing  plants  have  been  used 
on  somf  jobs  of  considerable  size.  On  an  arch  viaduct  at  Saskatoon, 
Canada,*  j-yard  batches  were  delivered  over  distances  of  375  feet  at 


MIXIXO  CONCRETE 


iiiii 


1 


243  A  TREATISE  ON  CONCRETE 

the  rate  of  50  batches  per  hour  and  to  i  000  feet  with  35  batches  per 
hour.  The  concrete  was  delivered  into  a  box  at  the  end  of  the  pipe  line 
and  from  it  distributed  to  the  forms.  The  materials  may  be  charged 
into  the  mixer  from  bins,  or  by  wheelbarrows,  as  in  any  other  type  of 
mixer. 

Biyer  and  Harbor  Work.  In  river  and  harbor  work,  it  is  sometimes 
economical  to  put  the  plant  on  a  scow  that  can  be  moved  alongside  the 
bridge,  wharf,  or  retaining  wall  as  needed.  Aggregates  are  frequently 
brought  in  by  scows  and  transferred  to  overhead  storage  bins. 

In  building  the  substructure  of  the  Cambridge  Bridge,  Boston,  Mass.,* 
the  concrete  plant  was  located  on  a  pier  resting  on  piles.  The  gravel 
for  the  concrete  was  dredged  from  the  harbor  and  dumped  from  scows 
into  the  water  close  to  the  pier.  An  "orange  peel"  bucket,  operated 
from  a  dredging  machine  on  a  scow,  lifted  the  gravel,  and  dropped  it 
into  a  hopper  whence  *it  ran  by  gravity  upon  the  combination  inclined 
screen  described  on  page  220,  which  ^parated  the  sand,  pebbles,  and 
the  coarse  waste  material.  Bucket  elevators  raised  the  sand  and  pebbles 
to  bins  above  the  mixer,  and  from  the  bins,  which  were  V-shaped,  the 
materials  feed  by  gravity  into  the  measuring  hoppers,  which  also  received 
the  cement.  These  hoppers  were  arranged  in  two  sets,  an  essential 
requirement  for  maximum  output,  so  that  one  batch  could  be  measured 
while  another  was  being  dropped  into  the  mixer. 

A  Central  Plant.  The  establishment  of  a  central  plant  from  which 
the  mixed  concrete  may  be  hauled  to  various  points  as  required  may  be 
economical  in  some  cities  or  large  towns.  This  plan  has  been  adopted 
in  St.  Louis,  Mo.,t  for  concrete,  and  is  employed  in  many  places  for  tar 
and  asphalt  paving.  The  plant  may  be  located  at  a  gravel  bank  or  stone 
crusher,  or  near  a  railroad  siding,  permanent  machinery  provided  which 
will  mix  the  concrete  at  a  much  lower  cost  than  could  be  done  by  hand- 
mixing,  and  the  concrete  hauled  in  carts  to  the  work  at  but  slightly 
higher  cost  than  the  hauling  of  the  dry  materials.  Most  Portland  cement 
concrete  will  not  be  injured  (see  p.  173)  if  laid  within  an  hour  or  two 
after  mixing.  It  is  absolutely  necessary,  however,  to  use  a  cement  of 
a  slow  enough  set  so  that  the  initial  set  will  not  be  reached  before  the 
concrete  is  in  placed 

*  For  fall  description,  see  article  by  Sanford  E.  Thompson  in  Enginemng  News,  October  17,  igoi, 
p.  383. 

t  D.  G.  Ksher  in  Enginemng  News,  March  zo,  1904,  p.  331. 
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CHAPTER  XIV. 
DEPOSITING  CONCRETE 

The  methods  to  be  selected  for  handling  and  depositing  concrete  must 
be  governed  by  the  size  and  nature  of  the  construction  and  by  the  local 
conditions.  As  in  mixing,  the  choice  of  machinery  is  controlled  largely 
by  economical  considerations. 

Whatever  the  methods  adopted,  the  following  essentials  must  be 
observed : 

(1)  The  stones  must  not  be  allowed  to  separate  from  the  mortar. 

(2)  The  consistency  most  be  controlled  to  see  that  (a)  for  dry  and 
for  medium  consistency  there  is  enough  water  to  produce  a  concrete 
without  visible  voids  or  stone  pockets,  and  (b)  for  wet  consistency  there 
is  only  enough  water  to  produce  a  sluggishly  flowing  mass. 

(3)  The  tamping  or  ramming  of  concrete  (a)  for  dry  or  for  medium 
consistency  always  must  be  sufficient  to  flush  the  mortar  to  the  surface, 
while  (b)  for  wet  consistency,  it  must  be  limited  to  that  required  to 
place  the  concrete  in  all  parts  of  the  forms  and  to  surround  the  reinforce- 
ment. 

When  Portland  cement  first  came  into  general  use,  in  the  period  from 
about  1880  to  1895,  a  very  dry  consistency,  substantially  that  of  dry 
earth,  was  used,  probably  because  an  excess  of  water  is  specially  injurious 
to  the  natural  cement  concrete  previously  used.  With  the  advent  of 
reinforced  concrete  and  the  development  of  structures  above  ground, 
where  the  surface  appearance  is  of  so  much  importance,  the  necessity 
for  more  water  was  apparent.  This  led  to  the  use  in  many  cases  of  an 
excess  of  water,  to  a  thin  sloppy  mix,  which  tests  and  experience  show 
will  produce  a  very  weak  concrete  because  of  poor  crystallization. 
(See  pp.  251  and  320). 

Volume  and  Weight  of  Loose  Concrete.  The  volume  and  weight  of 
loose  concrete  is  of  importance  in  designing  the  implements  or  vehicles  for 
transporting  it  and  in  estimating  the  quantities  which  can  be  handled  under 
different  conditions.  The  weight  of  well-proportioned  concrete  after 
setting,  as  stated  on  page  9,  generally  ranges  from  143  to  155  lb.  per  cubic 
foot.  When  green,  it  will  weigh,  after  ramming,  slightly  more  than  this, 
say  from  150  to  160  lb.  The  weight  per  cubic  foot  loose,  that  is,  in  the 
vehicle  which  transports  it  from  the  mixer  to  place,  depends  largely  upon 
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the  consistency.  If  mixed  very  wet,  it  will  settle  down  to  very  nearly 
the  volume  it  has  after  it  is  placed,  perhaps  within  5%  of  it;  but  if  of  dry 
consistency,  the  volume  of  the  rammed  mass  is  apt  to  be  as  much  as  25% 
less  than  the  loose.  A  fair  average  weight  of  loose  concrete  may  be  es- 
timated, then,  at  about  140  lb.  per  cubic  foot,  or  1.9  tons  per  cubic  yard, 
when  mixed  wet,  and  120  lb.  per  cubic  foot,  or  1.6  tons  per  cubic  yard, 
when  mixed  dry.  The  weights  and  volumes  vary,  of  course,  with  the  pro- 
portions used  in  the  mixture  and  the  specific  gravity  of  the  stone  in  the 
aggregate,  but  for  rough  estimates  these  figures  are  sufficiently  accurate. 
The  volumes  of  loose  mixed  concrete  required  for  a  cubic  yard  of  rammed 
concrete,  based  on  the  above  percentages,  are  28  cu.  ft.  of  a  very  wet 
mixture  and  36  cu.  ft.  of  a  dry  mixture. 

The  volume  of  concrete  contained  in  an  iron  wheelbarrow  load  of  average 
size  is  1.9  cu.  ft.  place  measurement.  A  large  load  is  about  2.2  cu.  ft 
place  measurement.  Special  concrete  barrows  are  also  made  with  a  capacity 
up  to  6  cu.  ft.  (see  Fig.  70;  p.  253).     Further  data  is  given  in  Chapter  I. 

A  single  cart  on  ordinary  construction  roads  will  carry  about  half  a 
batch  of  concrete  of  average  proportions,  which  may  be  assumed  as  i 
barrel  cement  to  2  J  barrels  sand  to  5  barrels  stone,  while  with  a  properly 
constructed  cart  which  will  not  overflow  or  leak,  50%  more  than  this,  or 
about  three-quarters  of  a  batch,  can  be  drawn  over  macadam  and  paved 
streets. 

CONSISTENCT  OF  CONCRETE 

The  maintenance  of  a  proper  consistency  or  plasticity  in  freshly 
mixed  concrete  is  of  the  utmost  importance.  The  consistency  is  deter- 
mined not  only  by  the  amoimt  of  water  used,  but  by  the  manner  and 
time  of  mixing,  since  a  long,  thorough  mixing  produces  a  smoother  con- 
crete, and  also  by  the  nature  of  the  fine  aggregate,  a  certain  amoxmt  of 
fine  particles  being  necessary  to  prevent  a  "harsh"  mixture. 

In  this  treatise  the  term  dry  mixture  is  applied  to  concrete  of  the  con- 
sistency of  damp  earth,  from  which  the  water  rises  to  the  surface  only 
after  prolonged  ranmiing,  and  then  simply  in  a  glistening  film.  A 
medium  or  quaking  mixture  means  a  tenacious,  jelly-like  consistency 
which  shakes  on  ramming.  A  wet  or  mushy  mixture  is  one  which  will 
not  hold  its  shape  in  a  pile  and  will  flow  sluggishly  in  a  trough  or  in  the 
forms. 

As  a  result  of  a  series  of  tests  and  of  practical  experience,  the  authors 
advocate  varying  the  consistency  according  to  the  class  of  work,  and 
present  the  following  general  conclusions: 
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Dry  concrete  may  be  employed  in  dry  locattons  for  mass  foundations 
which  most  withstand  severe  compressive  strain  within  one  month 
after  placing,  provided  it  is  carefully  spread  in  layers  not  over  6  inches 
thick  and  is  thoroughly  rammed. 

Medium  or  quaking  concrete  is  adapted  for  ordinary  mass  concrete, 
such  as  foundations,  heavy  walls,  large  arches,  piers,  and  abutments. 

Wet  or  mushy  concrete  is  suitable  for  rubble  concrete  and  for  rein- 
forced concrete,  such  as  thin  building  walls,  columns,  floors,  conduits 
and  tanks.    Very  wet,  sloppy  concrete  should  never  be  used. 

The  experiments  of  the  authors  show  that  while  dry  concrete,  very 
carefully  mixed  and  rammed,  is  stronger  on  short  time  test,  medium  mix- 
tures will  attain  nearly  equal  strength  after  six  months'  time.  One 
of  the  arguments  against  very  dry  mixtures  is  the  difficulty  of  obtain- 
ing a  uniform  consistency.  Occasional  batches  invariably  will  be  too 
dry,  and  it  is  impossible  with  ordinary  care  in  placing  and  ranmiing  to 
avoid  visible  voids  or  pockets  of  stone  which  form  weak  places. 

A  wet  mixture  is  more  suitable  for  rubble  concrete  or  concrete  rubble 
because  the  large  stones  more  readily  settle  into  place  and  bed  them- 
selves. In  thin  walls  wet  concrete  can  be  more  easily  "joggled"  into 
position  so  as  to  conform  to  the  molds  and  give  a  smboth  surface.  ^The 
use  of  a  mixture  sufficiently  wet  to  flow  under  and  around  reinforce- 
ment is  one  of  the  essentials  for  the  preservation  of  metal.  (See  p.  292). 
Ordinarily  the  thick,  sluggishly  flowing  consistency  is  best. 

Stone  pockets  are  liable  to  occur  with  very  wet  concrete  because  of 
the  mortar  running  away  from  the  stones.  This  may  appear  an  imagi- 
nary danger  to  many  users  of  concrete  who  have  never  employed  a  very 
wet  consistency,  but  the  authors  have  seen  concrete  mixed  with  too 
much  water,  which  after  setting  and  the  removal  of  the  forms  had  the 
appearance  of  being  mixed  too  dry  because  of  the  stone  pockets. 

Laitance.  ''Laitance"  is  a  French  word,  quite  generally  adopted  in 
the  United  States  and  England  for  the  light-colored  powdery  substance 
which  is  held  in  suspension  by  the  water  when  cement  or  concrete  is  de- 
posited below  the  surface.  On  land  the  same  substance  forms  on  the 
surface  of  concrete  which  has  been  mixed  very  wet. 

The  analysis  of  a  sample  of  laitance*  is  as  follows: 

SiUca  (SiOO J 16.00% 

Alumina  and  Iron  (AI2O1,  FejOj)   8.66  " 

Lime  (GaO) 47.40  " 

Magnesia  Oxide  (MgO) 2.40  " 

Ignition  loss 23.60  " 

*  Analyzed  for  the  authors  by  Mr.  Clifford  Richardson. 
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If  calculated  to  a  water  and  carbonic  acid  free  basis  the  analysis  becomes: 

Silica  (SiOz) 20.94% 

Alumina  and  Iron  (AlaOs,  Fe208) n  .30  " 

Lime  (CaO) 62.04  " 

Magnesia  Oxide  (MgO) ^. . . .  3.14  ** 

Mr.  Richardson  notes  that  this  composition  corresponds  with  that  of  a 
normal  Portland  cement  except  that  it  is  unusually  high  in  alumina  and 
iron,  a  fact  which  may  be  explained  by  the  large  amount  of  magma  detected 
in  the  thin  section  examined.    He  further  states: 

I  have  had  a  thin  section  ground,  but  find  that  it  shows  no  structure 
which  is  characteristic.  The  section  consists  largely  of  amorphous  material 
of  an  isotropic  nature,  that  is  to  say,  it  does  not  affect  polarized  light.  It 
reveals  a  considerable  amount  of  a  yellow  substance  which  seems  to  be  the 
undecomposed  magma  contained  in  the  original  cement.  I  have  formed  a 
material  very  similar  to  the  "laitance"  by  shaking  Portland  cement  witli 
water,  decanting  the  finer  portion  and  allowing  it  to  settle  out  and  harden. 
This  material,  hke  your  "laitance,"  is  rather  soft,  and  this  is  due  to  the  fact 
that  the  Portland  cement  is  much  more  thoroughly  decomposed  under  these 
conditions  than  under  ordinary  ones,  and  this  accounts  for  its  character. 

It  is  evident  from  these  facts  that  the  milky  laitance  which  appears  on 
concrete  laid  under  water  represents  an  actual  loss  of  cement,  which  should 
be  prevented  by  confining  the  mass  until  it  reaches  its  p)osition. 

HANDLING  AND  TRANSPORTING  CONCRETE 

In  handling  and  transporting,  as  noted  above,  it  is  essential  to  pre- 
vent separation  of  the  stones  from  the  mortar.  This  is  liable  to  occur, 
on  the  one  hand,  if  the  concrete  is  of  dry  consistency  so  as  to  be  inco- 
herent, and,  on  the  other  hand,  if  it  is  so  wet  that  the  mortar  flows  away 
from  the  stone.  With  the  modem  slow-setting  cement,  in  the  use  of 
which  some  time  may  elapse  without  injury  between  mixing  and  placing 
(see  p.  174),  there  is  less  difficulty  in  handling  concrete  than  formerly, 
and  it  can  be  transported  readily  to  a  considerable  distance.  Moreover, 
a  soft,  sluggishly  flowing  mass  is  easier  to  handle  than  either  a  dry  or 
a  very  wet  mixture. 

For  transporting  concrete  in  small  quantities,  either  hand-mixed  or 
machine-mixed,  wheelbarrows  of  the  ordinary  contractor's  type,  or  else 
for  larger  work  the  two-wheeled  barrow  illustrated  in  Fig,  70,  page  253, 
are  used.  On  larger  jobs,  derricks  are  suitable  if  the  mass  is  concen- 
trated near  the  mixer,  otherwise  cars  running  on  a  track,  (see  Fig.  71, 
p.  254,)  or  in  some  cases  wagons^afford  means  of  conveyance.    A  combi- 
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Dation  of  car  and  derrick  work  is  readily  effected  by  using  flat  cars  with 
derrick  buckets  or  trays  upon  them.  Cableways  may  be  satisfactory  on 
a  large  job,  but  the  output,  which  is  limited  by  the  speed  on  the  cable- 
way,  must  be  carefully  figured.  For  a.  high  thin  wall,  galvanized  iron- 
buckets  are  sometimes  useful.  A  bucket  elevator  is  a  poor  contrivance 
for  elevating  concrete  because  the  mortar  sticks  to  the  buckets  and  the 
ingredients  separate  as  the  concrete  is  thrown  from  them.  A  control- 
lable bottom  dump  bucket  is  illustrated  in  F^.  72,  p.  255. 

DEPOSITING  CONCRETE  ON  LAND 

Formerly  it  was  specified  that  concrete  should  he  of  dry,  damp-earth 
consistency,  and  placed  in  6-inch  layers,  which  must  be  allowed  to  attain 
a  hard  set  before  the  next  layer  was  placed.    With  the  use  of  wetter 
mixtures  and  slow  setting  Portland 
Cement,  it  is  possible   to  deposit 
concrete  to  any  depth   desired   so 
long  as  it  is  properly  compacted. 

The  methods  to  be  selected  for 
depositing  concrete  depend  largely 
upon  the  structure  but  are  also 
affected  by  the  consistency.  If  of 
medium  or  of  mushy  consistency,  it 
can  be  dropped  vertically  to  any 
depth.     A  wetter  consistency  can  be 

passed  through  an  inclined  trough  ^^  70-Two-Wheeled  Concrete 

or  chute.     On  the  other  hand,  the  Barrow.    (Seep.  25».)' 

stones  in  a  dry  or  "damp  earth" 
consistency  will  separate  from  the  mortar  on  the  slightest  provocation. 

In  a  thin  wall  or  a  structure  requiring  especial  care,  such  as  a  tank, 
it  may  be  advisable  to*  shovel  the  concrete  from  the  wheelbarrows 
or  from  a  platform.  Stones  which  tend  to  separate  can  be  thus  mixed 
in  with  the  mortar  and  a  thin  layer  formed  in  the  molds,  so  as  to  avoid 
possibility  of  separation. 

ChoUnc  Concrete.  Chutes  or  troughs  for  handling  concrete  have 
come  into  use  witl]  the  wetter  mixtures.  In  construction  such  as  dams, 
where  the  conformation  of  the  ground  pennits,  the  concrete  may  flow 
from  the  mixer  to  place  by  gravity.  In  buildings,  bridges,  and  other 
elevated  structures,  the  concrete  often  is  hoisted  in  a  tower  and  deposited 
through  an  inclined  chute  either  directly  to  place  or  to  a  hopper,  from 
which  it  is  conveyed  to  the  forms  in  barrows  or  other  vehicles. 
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There  is  danger  in  the  use  of  chutes  discharging  directly  to  place 
unless  steep  enough  slope  is  maintained  to  permit  of  a  concrete  not 
excessively  wet  or  sloppy.  With  a  flat  slope  and  the  very  wet,  sloppy 
mix  necessary  to  flow  in  it,  concrete  of  low  strength  is  produced,  be- 
'  cause  of  injury  to  the  cement  and  there  is  a  tendency  to  form  a  scum 
-or  laitance  on  the  surface  of  each  layer  while  the  cement  itself  is 
injured  by  the  excess  water.  (See  p.  351,)  In  one  case,  for  example, 
Mr,  Thompson  found  4  inch  thicknesses  of  laitance  on  the  top  of 
basement  columns  of  a  completed  6-story  building.  This  had  to 
be  cut  out  and  replaced  by  good  concrete.  In  another  instance 
pockets  of  laitance  some  8  inches  thick  were  found  in  the  center  of  a 


Fig.  71.— Radial-Gate  Hoppet  Car,    {Set  p.  253) 

dam  built  by  chuting  very  wet  concrete.  Even  when  layers  of  laitance 
are  not  formed,  the  excess  water  and  churning  affect  the  chemical  action 
of  the  cement  and  a  light  colored  concrete  of  low  strength  is  thus 
produced. 

To  prevent  the  infredients  Beparatiiic  vhen  flowing  down  an  incline, 
the  lower  end  of  the  pipe  or  tronf  h  should  nm  into  a  hopper  with  a  (ate 
80  that  the  concrete  may  be  drawn  oat  as  required. 

As  a  result  of  tests  on  the  new  buildings  of  the  Massachusetts  In- 
stitute of  Technology,  in  1916,  the  Construction  Superintendent,  Mr, 
Thomas  A.  Carr,  found  the  best  slope  for  both  gravel  and  broken 
stone  concrete  to  be  37°  with  the  horizontal,  that  is,  2  horizontal  to 
I  vertical.    This  permits  a  smooth  sluggish  flowing  concrete- 
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The  minimum  slope  to  permit  depends  in  a  measure  upon  the  smooth- 
ness of  the  mix,  which  in  turn,  is  governed  by  the  nature  and  grading 
of  the  aggregates,  but  other  experimenters  have  confirmed  the  con- 
clusion that  27°  is  the  proper  slope  for  such  work  as  building  construc- 
tion. In  mass  work  where  a  wetter  or  dryer  consistency  may  be  per- 
missible the  slope  should  be  in  no  case  less  than  18°  (3  to  i)  nor 
greater  than  37"  {ij  to  1).  The  chutes  at  Technology  led  into  hop[>er3,  ' 
from  which  the  concrete  was  wheeled  to  place  in  two-wheeled  barrows. 
The  cost  of  this  plan  was  estimated  to  be  no  greater  than  chuting 
direct  to  the  forms,  while  much  better  concrete  resulted.  Special  tests 
indicated  that  the  strength   (which  for  1:2:4  concrete  at  28  days 


lie.  72.— Costrolbble  BotUan  Dump  Bucket.     {5ee  f.  (53,) 

averaged  2  no  lb.  per  sq.  in.  and  for  1:1^:3  concrete  z  5Z0  lb.) 
was  actually  increased  by  flowing  through  the  chute  in  this  manner, 
^ig-  73'  page  256,  shows  the  arrangement  of  tower,  chute,  and  hopper. 

In  Fig.  74  is  shown  at  the  left  a  sluggish  mass  flowing  on  a  slope 
of  27°  and  on  the  right  an  excessively  wet  sloppy  mix  flowing  into  a 
hopper.  Note  the  foot  of  the  sluggish  mass  just  above  the  cleat  in 
the  left  hand  picture. 

Pnenmattc  PUdnc  of  Concrete.  The  transmission  of  concrete  by 
air  pressure  through  long  pip>es  has  been  adopted  in  certain  cases  in 
tunnels,  subways,  and  similar  construction,  when  conditions  require  a 
plant  occupying  little  space  and  a  small  amount  of  hand  labor.  To 
resist  the  excessive  wear  on  the  pipe  under  the  abrasive  action  of  the 
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Fig.  73, — Chutins  Concrete — Massachuietta  Institute  of  Technology  Buildings 

(See  p.  issO 


Eici  ssi  vely  Wet  Concrete  Flowing  into 

Hopper 
4- — Consistency  of  Concrete.     {See  p.  155.) 
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coDcrete  tja veiling  at  a  high  rate  of  speed,  8-inch  steel  pipe  with  flanged 
H'ini?  was  used  on  recent  tunnel  work  in  Saii  Fruncisco.*  This  de- 
Kvert-d  6  000  cubic  ^'ards  of  concrete  before  wearing  out. 

Manganese  steel  elbows  of  large  radii  were  found  economical  on  this 
wcirk  in  spile  of  high  first  cost.  Deflections  and  bendb  must  all  be  braced 
against  the  powerful  blow  of  the  charge  and  the  forms  also  must  be 
rigid.  In  raising  concrete  from  one  level  to  another  the  use  of  a  vertical 
j:)ipe  is  alwa\'5  adA-isable  because  on  a  slope  the  air  tends  to  pass  over 
the  concrete  and  escape.  The  same  difliculty  is  met  on  long  horizontal 
lines  and  the  charge  must  be  coDected  b\'  inserting  a  vertical  U  similar 
to  the  ei^sansion  joints  used  in  steam  pipe  lines.  On  the  New  York 
subway's  a  T  connection  was  used  at  the  end  of  the  pipe  line  b>'  means 
of  which  the  concrete  would  be  delivered  in  any  direction  in  a  vertical 

plane,  t 

Mimolitfaic  Consrste.  For  water-tight  work  or  for  maximum  strength 
the  concrete  should  be  placed,  if  conditions  f)ermit,  so  as  to  form  a  mono- 
hth.  To  do  \hi>  on  a  large  structure  two  or  three  shifts  are  employed 
in  twenty-four  hours,  so  that  no  portion  of  the  mass  commences  to  set 
imtil  fresh  concrete  has  been  laid  on  top  of  it.  In  a  large  reservoir  wall 
at  Little  Falls,  N,  J.,  built  eii  masse  to  sustain  a  40-foot  head  of  water, 
the  only  point  where  the  moisture  appeared  on  the  surface  was  at  a  layer 
where  the  work  was  stopped  for  one  hour  at  noon.  In  most  structures 
it  is  jxjssibk  to  divide  the  work  into  sections,  each  of  which  is  a  monolith. 
Wherever  joints  are  unavoidable  they  must  be  made  with  a  neat  cement 
bond  as  described  on  page  259. 

EAMBONG  OE  FUDDUXIG 

The  method  of  compacting:  the  concrete  or  f<.)rcing  out  the  air  after 
placing,  and  the  kind  of  tools  to  employ  for  this,  depend  upon  the  cc»n- 
sistency*  of  the  material. 

In  concrete  mixed  ^dth  a  small  amount  of  water  the  thickness  of 
layers  is  usually  specified  at  6  to  10  inches,  the  former  being  the  must 
common,  but  with  a  very  wet  or  mushy  concrete  12  to  15  inches  may 
be  placed  at  once,  the  chief  object  bciiiu  to  exjjel  bubbles  of  air  by  pud- 
dling or  jogjrling.  In  using  very  wet  concrete  there  is  dandier  <.)f  too 
much  ramminp,  which  results  in  wedging  the  stones  togetiier  and  forcing 
tiie  finer  material,  the  sand  and  cement,  to  the  surface. 

The  style  of  rammers  ordinarily  u>ecl  for  dry  mixerl  or  medium  con 

*  bMittn€€Ttn^  and  L-omracitHu .  Martji  j;,  lyi    ,  ]).  .».sc,. 

t  A-  L    ConvtocK.  in  Engtniertn      \<Tt      JklarLi.  i'.,  igir,  p.  ^gc. 
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Fig.  75- 
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Fig.  76. — Rammers  for 
Dry  Concrete.  (See 
p.  258.) 


Crete  are  similar  to  the  forms  shown  in  Fig.  76. 
The  style  on  the  left  of  the  figure  is  the  ordinary 
type,  and  on  the  right  is  a  style  convenient  for 
use  close  to  the  forms. 

A  "post-hole"  tamping  bar  with  iron  shoe, 
shown  in  Fig.  75,  has  been  successfully  used  by 
the  authors  for  mushy  concrete.  A  piece  of  2  by 
3-inch  studding  cut  to  the  required  length  and 
smoothed  off  so  as  to  be  readily  grasped  by  the 
hands  is  also  a  serviceable  tool. 

For  face  work  an  ordinary  flat  spade  or  an  ice 
chisel  may  be  used  to  slice  down  along  the  forms. 
Care  must  be  taken  not  to  pry  with  the  spade, 
as  the  form  will  spring  unless  it  is  excessively 
strong. 

In  narrow  forms  where  a  man  cannot  stand  in 
the  concrete,  a  piece  of  2-inch  by  3-in  scantling, 
— with  the  upper  portion  rounded  and  the 
tamping  end  wedge-shaped, — of  a  length  deter- 
mined by  the  depth  of  the  form,  is  convenient 
and  cheap. 

Labor  of  Ramming.  Where  the  work  is  not 
cramped,  a  laborer  of  average  ability  should 
level  and  tamp  1 1  cubic  yards  of  plastic  concrete 
and  18  cubic  yards  of  wet  or  mushy  concrete  per 
day  of  10  hours.  With  labor  at  $2.00  per  day, 
allowing  for  superintendence  and  contractor's 
profit,  the  cost  per  cubic  yard  is  approximately 
24  cents  for  the  plastic  concrete  and  1 5  cents  for 
the  wet  or  mushy  concrete.  First-class  men 
should  do  one- third  more  work  than  this  and, 
if  working  at  the  same  wages,  at  three-quarters 
of  these  costs.  In  small  columns  and  thin  walls, 
the  costs  are  high  and  may  be  two  or  three 
times  these  figures. 

BONDING  OLD  AND  NEW  CONCRETE 

To  bond  old  and  new  concrete,  thoroughly  clean 
the  old  surface  of  all  dirt  and  laitance ;  roughen 
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soak  witb.  waCo';    omC   widt  asat  ouunC  9aA»; 

^nrf  irmrmitilinflr  dIaHH  thfi  IWW  COQISIStS. 

At  :  I  nr  r  :  j  miinar  luhvayg  riiJier  duin  rJie  mnnar  ni  liii'  '■.(inrn-lpi 
;h  -iomelimes  used,  Ijut  for  a  nmt  lionil  ami  ilway;  for  w.ii  .irriiitit:  work 
I  neat  iT-miair  pasi-,;  is  necesHary.  The  nrmsisrency  of  rliiH  iiiould  he 
inimi  ^iiai  ^li  l)rirk  mortar,  anil  it  should  he  Imi.shi'ii  on  or  -iprRail  to  x 
'.(-nih  oi  [ilioiit  j^  inc-h.  Dry  cement  ilirown  on  ro  a  vi-n  surfncp,  does 
loi  pm(tua;aiaiisi:irtory  bond.  Tlie  hii'iy  Ls  insnlfirienr  and  ■hHi-Htnent 
loes  lot  have  its  full  vahie  'aniess  -vorkwt  up  wiiii  wa;i;r  liefore  pladnif, 

Qi  mays  ronrreio  iuiijcri;  to  compresriive  stresses  oiiiy,  mi  pnirautioim 
;r;it.T  than  olKtninq  are  nwf:ssar\'. 

Dowf!lIini?  with  stud  bars  is  ttr.i(uentJy  usciul  in  rransferrinit  ilrrea, 
um  in  mass  mncrMe  tairty  lanie  sioiies  rtr  plnniK  may  lie  plar^l  at  ihn 
-^li  oi  a  days  work,  iretiuidsoi  treating  expansion  joint. -i  are 'iiKnissml 
on  nai?e  .los. 

Dilute  hyfimciilnrii;  add  is  sometimes  used  for  '-if^iini!  and  rondim- 
'nicfiesurfai'eol  ;he:«?t  iTimrrere.  The  acid  must,  iie  T;iiinnit;!H"  washed 
of  ifiore  piacini;  rlie  new  i'on<'rr';e  or  mortar. 

In  rnininrrMi  i-oncreti-.  joini.s  iiiould  be  made  <tn  is  'o  lex-.i.  aiferf  die 
;irT>n^h.  Ell  i-olumns  liiu  _'«iint  is  at  rJie  lower  snriai:(;  of  L^irrtcr  or  at 
locom  of  aaiuich  or  i-aniiol.  if  any.  En  a  .lonr  ;y-,ii'ni  or  in  rrinforred 
vails  rc^istini;  prcssiire,  it  is  iii-sr  to  malie  the  joinis  perpenilicniar  to 
ill-  surfai-ra  and  'oraie  them  at  or  aear  the  nmuT  of  'In;  -nan.  ff  a 
leam  interaert  a  -.rirder  near  its  center  the  joint  ^tioniff  lie  otTset  a 
liitanre  erinal  ^o  ■^ice  the  ■■vtoili  ^ii  "he  beam.  In  iieams  •■arr— ni; 
near-.vherea  (lint  !s  "o  be  omutii.  t'le  joint  may  lie  iniiine^t  .is  .niich 
la   lo""  'o  'lie  perpend  it"  liar. 

COIfTEACTIOir  J0INT3 

I'LmrrMe.  iikt;  anv  odier  maiiTiai,  irspamb  viih  iieat  and  'Tomtar.tB 
VTili  -nlfi.  ri-mperaiiire  i-ne!;;,  irrar  n  bnri;  mil  stone  vails,  tin  an* 
i-s  loriceaiilp  leraiLSe  "liev  ■i.-iiailv  finjow  he  jonnr.  inrteail  jI  -uitinq 
UToss  anooih  -uriai-es.  is  !n  -onrtTte.  3i-:.!Oe:;  beini;  iifn-rifi  bi-  -em- 
le.-aiiirp,  roncreTi-  -ontrart.-i  ''or  i  pennd  -vniie  eir.m;  inn  larricninif 
n  lir.   ind  is  lirio  aififte<l  n  Jime  ■•xn-nr  bi-  "noi.-Hire. 

ITie-ffect  >t  -.-rnansion  mti.-t  le  irnviu^d  'or  mli-  n  -ta 
vien*  ancles  ir.-.ir  n  one  iirfai-.-?'  vtiun  -annoi  nove 
1  lf-nrr«sion  n  i  iari^e  i.^T  nrfate  >r  i  -.lanL^e  n  ;ta/ii 
ir   vherp    laneerniis    ■omtirr^ij^ii'o    ^'.■(-.■>f.\    irp    iiJiie    'o 
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expansion  being  taken  care  of  by  the  strength  and  elasticity  of  the 
concrete. 

The  effect  of  contraction  may  be  taken  care  of  by  expansion  joints  or 
by  reinforcement.  Reinforcement  suitably  placed  (see  Chapter  XXII) 
will  reduce  both  the  size  and  number  of  crackS)  and  if  the  structure  rests 
on  columns  so  as  to  be  free  to  move,  it  may  prievent  them  entirely.  It  is 
frequently  better,  even  in  structures  up  to  say  i  coo  feet  long,  which  are 
free  to  move  above  the  foundations,  to  reinforce  throughly  and  avoid 
expansion  joints.  In  such  cases,  however,  it  must  be  determined  in 
advance  that  if  cracks  do  occur  they  will  produce  no  structural  damage. 
This  matter  is  discussed  more  fully  in  connection  with  the  reinforcement 
in  Chapter  XXII. 

In  unreinforced  structures  contraction  joints  are  necessary.  Retain- 
ing walls,  dams,  and  subways,  may  be  built  in  alternate  or  successive 
sections,  with  time  enough  for  one  section  to  harden  before  fresh  con- 
crete is  poured  against  it.  Longitudinal  steel  will  aid  in  preventing 
cracking  between  joints.  If  desirable,  some  non-adhesive  material, 
such  as  tar  paper,  may  be  used  to  separate  adjacent  sections.  In  thin 
walls  joints  are  needed  about  every  30  feet  and  in  thicker  walls  every 
50  or  60  feet.  In  horizontal  surfaces,  unreinforced,  cracks  are  apt  to 
occur  about  20  feet  apart. 

In  work  that  must  be  reasonably  water-tight,  such  as  dams  and  sub- 
ways, sheet  lead  or  copper  flashing  sometimes  is  used  at  joints.  In 
dams  and  walls  where  loads  must  be  transferred  from  one  section  to 
another,  V-shaped  grooves  may  be  built  into  the  face  of  the  first  section 
and  filled  with  concrete  when  the  next  section  is  placed.  Sometimes 
wells  are  left  and  filled  afterward  with  concrete  or  puddled  clay. 

In  reservoir  work  special  precautions  are  needed,  for  if  one  wall 
slides  by  another  built  into  it  at  an  angle,  considerable  leakage  may 
result.  In  such  cases,  water-tight  joints  may  be  made  by  leaving  slits 
about  i  inch  wide  and  filling  them  with  a  plastic  material,  one  of  the 
best  for  this  purpose  being  pure  asphalt  of  medium  hardness.  Lime 
dust  is  sometimes  mixed  with  the  asphalt.  Another  way  of  forming  a 
joint  is  to  insert  two  or  more  thicknesses  of  roofing  paper.  In  building 
a  reservoir  floor  in  sections,  the  joints  may  be  filled  with  asphalt  01 
asphalt  and  Umestone  dust,  but  the  joint  must  be  backed  up  with  a 
narrow  concrete  beam  to  prevent  the  head  of  water  from  forcing  out 
the  filling. 

Temperature  Expansion  and  Contraction.    The  coefficient  of  ezpan- 
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nion  of  concrete  u  detennined  bj  tests*  utd  mflunrements  ot  straetores 
mtj  be  taken  as  0.0000056  per  decree  Fahrenheit  of  temperature 
change,  the  test  results  vairing  from  about  0.0000050  to  0.0000065. 
This  coefficient  corresponds  so  closely  to  the  coefficient  of  expansion 
tn  steel  that  they  may  be  asstuned  to,  and  actaally  do,  work  tojetber 
in  a  reinforced  concrete  structure. 

To  figure  the  actual  movement  in  a  structure,  the  coefficient  is  simply 
multiplied  by  the  length  times  the  number  of  degrees  temperature  change. 
Thus,  for  a  structure  500  feet  in  length,  subjected  to  50°  temperature 
variation,  the  total  change  in  length  may  be  estimated  at  0.0000055  X 
500  X  50  =  0.137s  ffifi^t  or  1.65  inches. 

Measurements  of  structures  in  general  agree  fairly  well  with  the 
theoretical,  although  other  conditions,  such  as,  in  mass  concrete,  the 
beat  of  setting,  (see  p.  93)  affect  the  results.  Moisture  also  influences 
the  volume  since  wet  concrete  expands  and  dry  concrete  contracts. 
Concrete  under  continuous  load  has  been  shown  to  react  to  the  loads  and 
actually  flow.  The  interior  of  large  masses  of  concrete,  such  as  dams, 
are  only  slightly  affected  by  atmospheric  temperature  changes.  In  the 
ArrowTock  Damf  no  effect  was  detected  20  feet  or  more  from  the  face. 
The  effect  of  setting  and  temperature  changes  in  dams  is  discussed  in 
Chapter  XXVII. 

Shrinkage  and  Eqansion  due  to  Atmospheric  Changes.  Tests  indi- 
cate that  concrete  in  actual  structures  shiinks  about  0.05  per  cent,  as 
soon  as  it  is  allowed  to  dry  out.  The  corresponding  expansion  if  kept 
wet  is  much  smaller — ^possibly  about  0.01  per  cent. 

Prof.  A.  H.  WhiteJ  has  shown  that  concrete,  even  when  twenty 
years  old,  expands  if  wetted  and  shrinks  if  dried,  and  that  with  rich 
mortars  these  variations  cause  changes  much  greater  than  those  due 
to  temperature.  Successive  long  immersions  with  intermediate  dry 
periods  cause  progressive  expansion.  A  small  bar  cut  from  a.  side- 
walk after  20  years  service  elongated  0.175  P^''  cent,  by  successive 
immersions  at  room  temperature. 

Tests§  by  F.  R.  McMillan  give  a  shrinkage  of  0.080  per  cent,  after 
one  year  in  i  :  z  :  4  concrete  beams,  4  by  5  inches  by  4  feet  long  mixed 

■  "Tbc  Coeffidtnl  of  Eipusion  of  ConcRle"  Jounal  Wourn  Society  of  EaiinKn.  Vol.  VI,  p.  jw. 
npublislied  in  EMfimxriiv  Nrm.  November  ii,  1901,  p.  jSo.     Alio,  lee  tati  by  Piofaa 

t  "Tempcnturt  Qungs  in  Ui«  Ccmcnte"  by  Pui]  mod  Mtybew.  Tniu.  AmoioD  Si 
Encidnn,  VoL  LXXIX,  igij,  p.  iiij 

t  Pmcxedingi  Atneriiaii  Sodcty  lot  Tadnc  Ibteriib,  VoL  XIV,  1911.  p.  M3,  aiid 
Intcro&tioul  EugiaaTiDg  Congras-    Papei  10^ 

f  BuUetin  Uoivenity  of  UionaaU,  Uuch  1915. 
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with  f-inch  limestone,  and  reinforced  with  about  0.3  per  cent,  steel. 
The  total  shrinkage  does  not  appear  to  be  affected  by  any  temporary 
method  of  storage;  concrete  stored  in  air  begins  to  shrink  at  once,  but 
shrinkage  of  concrete  stored  for  a  few  months  in  water  or  under  moist 
cloths  proceeded  to  shrink  rapidly  enough  upon  exposure  to  dry  air  to 
make  up  for  the  lost  time.  Beams  in  wet  storage  showed  a  tendency 
to  expand  while  wet  and  beams  in  dry  air  expanded  rapidly  if  transferred 
to  water  storage. 

German  tests*  of  concrete  specimens  mixed  with  ordinary  coarse 
aggregate  setting  in  air  give  a  shrinkage  of  0.032  per  cent,  or  not  much 
more  than  one-third  of  Mr.  McMillan's  results.  The  rate  of  shrinkage 
was  about  the  same  in  both  cases;  two-thirds  of  the  total  being  attained 
in  forty  days  with  a  more  gradual  increase  to  the  maximum  which  was 
reached  in  from  200  days  to  one  year. 

FACING  CONCRETE  WALLSf 

A  pleasing  appearance  of  concrete  surfaces  requires,  first,  straight, 
sharp  lines  or  edges,  and,  second,  uniformity  or  regularity  in  texture. 
A  rough  surface  is  generally  preferable  because  it  conceals  slight  defects. 

Plastering  is  unsatisfactory  on  walls  exposed  to  the  weather  of  vari- 
able climates  and  is  almost  sure  to  discolor  and  crack  off.  The  concrete 
itself  should  be  relied  upon  with  as  little  treatment  as  possible.  At  the 
same  time  with  attention  to  details  various  effects  can  be  produced  as 
required  by  the  character  of  the  structure. 

With  carefully  built  form  work,  the  use  of  a  mushy  mix,  neither  tflo 
wet  nor  too  dry,  and  spading  against  the  form  so  as  to  flush  the  face  and 
keep  back  the  coarse  aggregate,  a  smooth  even  surface  can  be  produced. 
At  the  same  time  the  surface  will  show  the  imprints  of  the  joints,  knots, 
and  other  markings  of  the  form,  besides  having  a  dead  color  that  is  not 
pleasing.  By  removing  the  surface  skin  the  monotony  can  be  relieved. 
To  show  better  the  coarse  aggregate  it  may  be  pressed  against  the  form 
with  a  spade,  when  laying  the  concrete. 

Scrubbing.  The  least  expensive  method  of  removing  the  skin  is  to 
scrub  it  with  brushes  and  water  before  it  becomes  hard,  so  as  to  expose 
and  bring  into  partial  relief  the  particles  of  the  aggregate.  In  Fig.  77, 
page  263  is  shown  in  full  size  a  finish  thus  obtained  where  a  granohthic 
mixture  with  aggregate  of  J  inch  dark  shale  was  placed  against  the  form 

*  Deutflcher  Auaschuas  fOr  Eisenbeton,  Heft  23:  1913 

t  Ths  authors  are  indebted  to  Mr.  Henry  H.  Quimby  for  cuts  and  much  of  the  text  in  this  sectioo. 
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FlC,  77.— Surface  of  Washed  Concrete.     (See  p.  263.) 
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as  the  ixxly  concrete  was  poured.  A  bridge  parapet  made  with  concrete 
having  a  J-inch  trap-rock  aggregate  and  scrubbed  the  day  after  pouring 
is  shown  in  Fig.  79,  page  264.  The  panels  are  formed  with  colored  tile. 
In  Fig.  80,  p^e  265,  is  shown  a  suriace  faced  with  small  white  pebble 
granolithic  and  scrubbed. 

Surfaces  must  be  scrubbed  within  eight  to  twenty-four  hours  after 
pouring,  depending  upon  the  setting  quality  of  the  cement,  the  tempera- 
ture of  the  atmosphere  and  the  character  of  the  fine  aggregate.  Of 
course  care  must  be  exercised  to  be  sure  that  the  concrete  has  set  suf- 
ficiently to  be  safe  for  the  removal  of  the  face  forms.    The  scrubbing 


Fig.  79. — Bridge  farapet  of  Scrubbed  Concrete.     (See  p,  164.) 

must  be  done  immediately  after  removal  of  the  forms,  as  the  surface 
hardens  quickly  when  exposed  to  the  air.  With  the  proper  degree  of 
hardness,  which  is  while  the  surface  i3still"green"or  friable,  an  ordinary 
fibre  scrubbing  brush  is  the  only  implement  needed,  water  being  sup- 
plied freely  and  the  surface  being  rinsed  dean.  If  a  hose  carrying  a 
constant  stream  of  water  is  not  available  a  tin  can,  with  a  nail  hole 
punched  through  the  side  near  the  bottom  can  be  used  with  a  cpnvenient 
bucket  of  water  as  a  supply.  Care  is  necessary  in  removal  of  forms  to 
avoid  spalling  comers  of  the  tender  concrete.    Any  repairing  needed 
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■■■  So, — Bridge  Abutment  with  Paneled  Surface,  Scrublicd.     (See  p.  : 
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should  be  done  immediately  after  completion  of  scrubbing  and  the 
patches  scrubbed  as  soon  as  they  are  suflSdently  set. 

The  cost  of  scrubbing  is  very  low  if  done  at  the  right  time.  A  laborer 
can  easily  scrub  and  rinse  as  much  as  one  hundred  square  feet  in  an 
hour. 

In  case  the  concrete  has  hardened,  as  it  may  in  hot  weather  if  left  over 
night,  a  wire  brush  is  advantageous.  If  the  surface  is  too  hard  for  this, 
a  brick  or  block  of  wood  with  sand  and  water  will  rub  off  the  skin,  but 
in  such  cases  the  resulting  finish  will  be  comparatively  smooth  and  of  a 
different  texture.  Carborundum  and  water  give  best  results  on  hard 
concrete. 

In  cold  weather  scrubbing  is  somewhat  uncertain  in  results  and  econ- 
omy because  of  irregularity  of  the  setting  of  the  concrete  and  the  diffi- 
culty  in  determining  just  when  to  remove  the  face  forms,  also  if  thie  con- 
crete is  under  load,  as  in  columns,  care  is  necessary  to  insure  sufficient 
strength  to  prevent  fall  or  flow  of  the  soft  concrete. 

When  scrubbing  is  to  be  done  on  a  large  face  where  a  day's  pouring 
is  only  a  portion  of  the  whole  height,  the  face  planking  is  erected  in 
courses,  supported  by  cleats  and  nailed  to  the  uprights  or  studs,  which 
are  set  at  several  inches  from  the  face,  so  that  the  courses  of  planks  can 
be  removed  individually  and  re-set  higher  up  for  the  next  day's  pouring. 
A  much  smaller  amoimt  of  face  planking  is  thus  required,  which  offsets 
the  labor  in  constructing. 

Tooling.  A  very  satisfactory  but  somewhat  more  expensive  process 
of  finishing  a  concrete  surface  is  tooling  it — either  axing,  bush-hanuner- 
ing  or  pointing — ^when  the  surface  is  too  hard  for  scrubbing.  When 
done  by  hand  the  cost  will  run  from  ij  to  5  cents  per  square  foot,  ac- 
cording to  the  efficiency  of  the  workman  and  the  wages  paid  him.  The 
most  that  one  man  can  be  expected  to  do  in  one  hour  is  ten  square  feet. 
A  pneumatic  tool  should  do  two  or  three  times  as  much.  The  photo- 
graph, Fig.  78,page  263,  shows  at  the  left  a  concreted  surfaceand  at  the 
right  the  surface  after  picking. 

Acid.  The  hardened  skin  also  can  be  removed  by  the  use  of  muriatic 
acid  diluted  with  six  parts  of  water.  A  stronger  solution  is  not  more 
effective  and  is  liable  to  stain  the  aggregate.  The  process  is  expensive 
and  troublesome,  particularly  on  vertical  siuiaces,  for  repeated  appli- 
cations are  reqiured  to  obtain  satisfactory  results.  The  acid  should  be 
thoroughly  washed  off. 

Color.  Color  effects,  as  well  as  different  textures,  are  obtained  by 
selecting  the  aggregates  and,  at  the  same  time,  combinations  of  colors 
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are  produced  as,  for  example,  yellow  pebbles  in  panels  and  black  sliale 
stone  in  borders. 

Plaster  Forms.  Perfectly  smooth  forms  that  will  not  leave  imprints 
on  the  concrete  face  have  been  made  by  plastering  metal  mesh  with 
plaster-of-paris  to  which  the  concrete  will  not  adhere.  Such  forms  have 
been  made  interchangeable  and  repeatedly  used,  the  comers  and  other 
joints  at  each  setting  being  filled  and  smoothed  with  the  same  plaster- 
White  Cement.  White  Portland  Cement,  of  high  strength  and  mixed 
with  sand  is  used  to  good  effect  in  surface  treatment. 

Panels.  In  connection  with  any  of  these  treatments,  sunken  or  in- 
taglio panels,  or,  on  the  other  hand,  raised  panels,  i.e.,  built  in  relief  by 
special  form  construction,  may  be  used  to  relieve  the  plain  even  surface 
of  the  concrete.  Tile  and  terrazzo  panels  are  also  used  for  ornamenta- 
tion, as,  for  example,  in  subway  stations,  and  ornamental  bridges. 

Mortar  Fadng.  If  a  mortar  surface  is  required,  it  is  best  obtained 
by  depositing  the  mortar  and  concrete  together,  the  mortar  close  to  the 
form.  To  place  it,  a  movable  form,  preferably  of  steel,  is  held  one  or 
two  inches  behind  the  face,  to  govern  the  thickness  of  the  mortar,  and 
gradually  withdrawn  as  the  mortar  and  concrete  are  deposited. 

DEPOSITISTG  CONCBETE  UNDER  WATEB 

Concrete  is  usually  placed  under  water  by  pouring  through  a  tube  or 
tremie  in  a  continuous  flow  or  by  molding  large  blocks  on  land  to  be 
placed  by  machinery  or  floats  after  hardening.  Derrick  buckets  are 
sometimes  used  for  depositing  but  the  results  are  less  satisfactory. 
Cofferdams,  not  necessarily  watertight,  are  usually  required  to  prevent 
the  concrete  from  spreading  and  the  cement  from  washing  away. 

The  consistency  should  be  quite  wet,  wetter  than  is  good  practice 
for  work  above  water.  Dry  concrete,  dry  materials  mixed  without 
water,  should  never  be  deposited  under  water. 

Depositing  through  Tremies.  In  using  tremies  it  is  absolutely  essen- 
tial that  the  concrete  shall  not  be  allowed  to  wash ;  the  pipe  must  be  kept 
full  of  concrete  at  all  times,  and  the  bottom  of  the  pipe  moved  slowly 
about  to  allow  the  concrete  to  run  gradually  out  with  a  minimum  dis- 
turbance of  the  water.  In  case  the  charge  is  lost  and  the  pipe  fills  with 
water,  extra  cement  should  be  used  in  the  concrete  imtil  the  pipe  is  once 
more  full  and  in  proper  working  order.  Some  sort  of  a  traveler,  scow, 
or  derrick,  is  necessary  to  move  the  tremie  about. 

The  size  of  tremie  depends  a  good  deal  upon  the  size  of  the  plant. 
For  small  work  with  the  concrete  deposited  from  wheelbarrows  a  diam- 
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eter  of  about  one  foot  at  the  top  is  enough.  On  large  jobs  with  large 
mixers  larger  pipes  are  required.  The  diameter  at  the  lower  end  should 
be  from  i  to  |  as  large  again  as  the  top  to  avoid  plugging  and  permit 
telescoping  of  the  section. 

The  use  of  tremies  is  referred  to  as  long  ago  as  1863  by  Gilmore  in  his 
"Treatise  on  Limes,  Hydraulic  Cement  and  Mortars." 

Depositing  from  Buckets.  The  best  type  of  bucket  for  the  depositing 
of  concrete  is  a  box  open  at  the  top  with  a  bottom  that  can  be  dropped 
down  for  emptying.  The  ordinary  construction  bucket  that  dumps  by 
tipping  and  allows  the  water  to  stir  up  the  concrete  and  wash  out  the 
cement  cannot  be  used.  Usually  the  cost  is  greater  than  with  tremies 
and  the  results  much  less  satisfactory. 

Depositing  in  Bags.  In  the  past  bags  varying  in  size  from  small  paper 
or  muslin  bags  to  jute  sacks  containing  100  tons*  sometimes  have 
been  used  for  holding  concrete  together  as  it  passed  through  the  water. 
In  some  cases  the  concrete  has  been  placed  in  the  bags  dry.f  This  is 
bad  practice  because  concrete,  unless  thoroughly  mixed,  does  not  attain 
satisfactory  strength  or  density. 

Molded  Blocks.  The  molded  block  method  is  especially  practical  in 
tidal  water  where  concrete  deposited  in  place  would  be  liable  to  serious 
wash  unless  expensive,  water-tight  cofferdams  niere  used.  Large  blocks 
weighing  many  tons  may  be  cast  and  then  lowered  to  place.  Refer- 
ences to  work  constructed  in  this  manner  are  given  in  Chapter  XXXIII. 

CONCRETE  IN  SEA  WATER 

For  concrete  laid  in  cofferdams  in  sea  water  the  essential  require- 
ments of  construction  are : 

(1)  Select  materials  adapted  to  sea  water  use  (See  Chapter  XV  by 
R.  Feret). 

(2)  Proportion  for  maximum  density  using  a  mix  as  rich  as  1:2:4. 

(3)  Employ  a  medium  consistency  scarcely  soft  enough  to  flow. 

(4)  Make  cofferdams  tight  to  prevent  flow  of  water  through  green  con- 
crete. 

(5)  Be  sure  that  concrete  is  hard  before  it  is  subjected  to  sea  water. 

(6)  At  joints  between  set  or  partiy  set  and  fresh  concrete,  clean  sur- 
face and  make  a  neat  cement  bond.    (See  p.  259.) 

The  disintegration  of  concrete  by  sea  water  occurs  chiefly  between  low 

*  Proceedings  Institute  of  Civil  Engineers,  Vol.  XXXIX,  p.  126,  and  Vol.  LXXXVII,  pp.  xoi  and  126. 
tLt.  Col.  J.  A.  Smith,  Engineering  Record,  March  23,  1895. 
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and  high  tide,  and  is  produced  by  a  combination  of  frost  and  of  chemi- 
cal action.  If  laid  with  the  best  of  workmanship  by  methods  outlined 
above  it  should  resist  the  elements. 

Special  precautions  are  necessary  to  prevent  the  tide  from  rising  and 
falling  on  or  through  the  fresh  concrete.  A  number  of  failures  of  sea 
water  construction  have  been  due  to  this  cause  alone.  The  water 
washes  the  cement  out  of  the  green  concrete  and  leaves  a  porous  mass 
readily  acted  on  by  the  sea  water  so  as  to  be  completely  disintegrated. 
It  is  interesting  to  note  in  this  connection  that  in  reinforced  concrete 
the  steel  may  not  be  affected.  In  one  instance  in  Boston  Harbor,  where 
the  repairs  were  made  under  the  direction  of  one  of  the  authors,  the 
concrete  in  certain  sections  which  had  been  injured  during  construction 
by  the  tide  was  soft  enough  in  places  to  pick  out  with  the  fingers,  but 
the  steel,  which  had  had  no  opportunity  to  dry  out,  was  intact  after 
two  years'  exposure. 

In  southern  waters  and  below  low  tide  concrete  is  affected  but  slightly. 
The  effect  of  frost  is  illustrated  in  the  sea  wall  of  a  power  house  in  Boston 
Harbor,  where  the  wall  washed  by  the  cold  salt  water  is  badly  disin- 
tegrated, while  the  portion  reached  by  the  warm  water  discharge  is 
unaffected.  Concrete  blocks  or  piles  thoroughly  hardened  before  expos- 
ure to  sea  water  resist  sea  water  excellently. 

Materials.  The  characteristics  of  aggregates  required  are  discussed 
in  the  following  chapter.  Density  is  of  the  utmost  importance  to  pre- 
vent water  flowing  into  or  through  the  mass  and  thus  affecting  the 
cement.  Tests  by  the  authors  using  concentrated  sea  water,  in  con- 
nection with  the  construction  of  the  South  Boston  power  house  of  the 
Boston  Elevated  Railway  Company  indicate  that  the  choice  of  the 
cement  should  be  governed  largely  by  a  low  percentage  of  aluminum. 
A  maximum  of  6|  %  alumina  is  specified  by  the  Boston  Transit  Com- 
mission for  cement  in  sea-water  as  a  result  of  tests  of  pats  of  neat 
cement  ranging  in  composition  from  4^%  to  8%  alumina.  The 
cements  low  in  alumina  in  general  resisted  decomposition  for  a  much 
longer  time  than  those  high  in  alumina.* 

DRILLING  CONCRETE 

In  factory  construction  concrete  floors  must  be  drilled  for  bolts  to 
anchor  machinery.     On  a  larger  scale  drilling  is  required  for  the  re- 

*Report  of  Boston  Transit  Commission,  June  30, 1914,  p.  53;  June  30,  1915,  P*  S^- 
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moval  of  old  concrete.  The  equipment  and  the  selection  of  hand 
or  machine  tools  depends  upon  the  amount  of  work  to  be  done. 

An  ordinary  star  brick  hand  drill  will  cut  holes  for  machinery  by 
striking  light  quick  blows  to  avoid  chipping  or  breaking  through. 
Similar  methods  have  been  used  on  the  Boston  Subway  by  the  line  and 
grade  parties  in  drilling  holes  for  lead  plugs.  A  light  pneumatic  drill 
is  also  used  for  such  work. 

In  drilling  a  large  nimiber  of  holes  in  i  :  2  J  :  5  rubble  concrete*  ten 
months  old  for  i|  inch  anchor  bolts,  hand  drillers  averaged  1.8  linear 
feet  of  hole  per  hour,  or  about  14  linear  feet  per  8-hour  day,  while  the 
pneumatic  drill,  cut  4.7  linear  feet  per  hour,  or  about  38  linear  feet  per 
8-hour  day,  with  a  maximum  of  54  Unear  feet.  In  concrete  three  months 
old  the  average  progress  was  about  85  feet  per  day.  Wet  or  damp 
concrete  drilled  badly.  One  sharpening  of  a  drill  was  required  per  8 
feet  of  hole. 

A  section  of  retaining  wall  at  Newton  Highlands  was  torn  out  to  pro- 
vide room  for  an  extension  of  the  station  platform.  A  large  steam  drill 
on  a  tripod  with  2"  drill  was  used.  A  time  study  showed  the  work 
to  consist  of  four  operations  with  average  times  as  follows: 

(i)  Getting  ready  to  drill  and  starting  hole,  a  constant  per  hole,  7.5 
minutes;  (2)  Drilling,  per  linear  foot  of  depth  of  hole,  2.1  minutes; 
(3)  Moving  drill  from  hole  to  hole,  varying  with  sp>acing,  per  linear 
foot  of  distance,  0.5  minutes;  (4)  Lost  time,  in  terms  of  (i),  (2)  and  (3), 

23%. 
Holes  were  about  25  inches  deep  and  about  3  linear  feet  of  drilling 

were  required  per  cubic  yard  of  concrete.    The  gang  consisted  of  10 

men, — foreman,  blacksmith  and  helper,  fireman,  drill  runner  and  5 

laborers.    By  using  the  times  given,  an  approximate  estimate  can  be 

made  for  various  conditions. 

*  J.  R.  Taft  in  Engineering  Record,  September  3,  xgio,  p.  269. 
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CHAPTER  XV 
EFFECT  OF  SE^  WATER  UPON  CONCRETE  AlID  MORTAR* 

By  R-  P'eret 
Chief  of  the  Laboratorj-  of  Bridges  and  Koads    Boulogne-sur-Mer,  France. 

The  pririfiipal  conrlmrimiR  which  have  he«n  reached  bj  the  author  o( 
thiB  chapter,  as  diBcnseed  in  the  fdUowinc  jw^es,  are  as  ioUows: 

(1)  ISo  cement  or  ether  hydraulic  jvodnct  has  yet  been  loimd  which 
ifl^eeentB  absohite  secnrii^  against  the  decompeBUng  action  of  sea  water 
(See  p.  271.) 

(2)  The  most  injnrioiis  compoond  of  sea  water  is  the  add  of  the  dis- 
Bohrad  Butphates,  snl^nric  add  beini:  the  principal  agent  in  the  deoom* 
position  of  cement.     (See  p.  272.) 

(3)  PortLand  cement  for  sea  water  should  be  low  in  alanunnm  (see  p. 
274),  and  as  low  as  poaaible  in  hme.     (See  p.  273.) 

(4)  Pnziiilamc  material  is  a  Talnable  addition  to  cement  for  sea  water 
constmction.     (See  p.  279.) 

(5)  As  little  gypsum  as  possible  should  be  added,  for  regulating  the 
time  of  setting,  to  cements  to  be  used  in  sea  water.     (See  p.  272.) 

(6)  Sand  rontaining  a  laige  proportion  of  fine  grains  most  never  be 
nsed  in  eoncrete  or  mortar  for  sea-water  constmction.    (See  p.  278.) 

(1)  The  proportions  of  tite  cement  and  aggregate  for  sea  water  con- 
atrnction  most  be  such  as  win  produce  a  dense  and  impenrioiis  con- 
crete.    (See  p.  278.) 

EXTERNAL  PHEHOMEHA 

At  present  there  is  no  hydraulic  product  which  is  known  to  be  capable 
of  resisting  absolutely  the  decomposinp  influence  of  sea  water.  It  is  true 
that  some  concrete  masonry  has  remained  intact  for  a  ver>*  long  time  in 
salt  water,  but  with  our  present  knowledge  it  is  impossible  to  say  w^hy 
these  structures  have  resisted  so  well,  and  there  is  little  doubt  that  the 
cements  from  which  they  were  made  might  have  decomposed  rapidly  if 
they  had  been  used  under  different  conditions.  In  some  cases,  on  the 
other  hand,  similar  large  structure>  subject  to  the  action  of  sea  water  were 

^he  authors  arr  indebted  to  Mr.  Feret  for  tluB  chapter,  which  has  been  especially  prepared 
hy  him  for  this  Treatiae. 
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ruined  in  a  few  years  and  were  torn  down  and  completely  rebuilt.  Notable 
instances  of  this  kind  are  the  failures  which  occurred  in  the  ports  of  Aber- 
deen,* Dunkerque,  and  Ymuiden. 

Such  occurrences  have  aroused  great  interest  in  the  subject  of  the  action 
of  sea  water  upon  mortars,  and  but  few  questions  have  received  more 
careful  study.  In  spite  of  this,  however,  it  cannot  be  said  that  any  sure 
means  of  preventing  these  failures  have  been  found. 

The  decomposition  manifests  itself  in  various  ways:  sometimes  the 
mortar  softens,  and  little  by  little  becomes  disintegrated;  sometimes  the 
mortar  becomes  covered  with  a  crust  which  finally  cracks  off;  more  often 
fine  white  veins  develop  on  the  surface  of  the  mortar,  these  gradually  grow 
large  and  open,  the  mortar  swells,  cracks,  and  falls  off  in  small  pieces  or 
collapses  in  a  pulp-like  mass.  Almost  always  the  interior  of  the  decom- 
posed mortar  is  found  to  contain  a  soft  white  material  which  may  be  easily 
separated  from  it.  The  chemical  composition  of  this  substance  is  not. 
however,  constant. f  Generally,  the  more  advanced  the  state  of  decom- 
position, the  more  readily  the  white  material  can  be  extracted  from  the 
mortar  and  the  richer  it  is  in  magnesia.  The  proportion  of  sulphuric  acid 
in  it  also  increases  with  the  degree  of  decomposition,  though  less  uniformly. 

ACTION  OF  SULPHATE  WATERS 

For  several  years  the  injurious  action  of  sea  water  upon  hydraulic  com- 
pounds was  attributed  chiefly  to  the  magnesia  in  the  water.  It  is  note- 
worthy, however,  that  chloride  of  magnesia  is  almost  without  action,  whik 
sulphate  of  magnesia  acts  very  energetically  upon  cement,  and  it  has  now 
been  ascertained  that  magnesia  plays  only  a  secondary  part,  while  in  fact 
it  is  the  sulphuric  acid  combined  as  a  soluble  sulphate  which  is  the  real 
cause  of  the  decomposition. 

This  has  been  confirmed  in  practise  by  the  destruction  of  masonry 
washed  by  water  which  has  traversed  earth  containing  gypsum,  or  built 
from  mortar  made  with  sand  which  has  been  extracted  from  strata  con- 
taining sulphate  of  lime.  J  A  consideration  of  this  fact  makes  it  apparent 
how  dangerous  it  is  to  use,  in  concrete  or  masonry  subject  to  the  action  of 
sea  water,  cements  to  which  the  gypsum  has  been  added  for  the  purpose  of 
regulating  the  rate  of  their  setting  or  of  increasing  their  initial  strength. § 

There  are  numerous  instances  In  which  brick  masonry  has  rapidly  de- 

♦Smith,  Proceedings  Institution  Civil  Engineers^  Vol.  CVII,  1891-92. 
•fFeret,  Annales  dcs  Ponts  ct  Chauss^s,  1892,  II,  p.  93. 
^Bied,  Annales  des  Ponts  et  Chaussi^es,  190Z;  III,  p.  95. 
(Feret,  Annales  des  Ponts  et  Chauss^s,  1890,  I.  p.  375. 
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composed  because  the  bricks,  burned  with  coal,  contained  alkaline  sul- 
phates which  when  drawn  out  by  water  attacked  the  mortar  of  the  joints.* 
These  practical  obsen-ations  combined  with  certain  laboraton'  experi- 
ments intelligently  conducted  have  demonstrated  that  sulphuric  acid  is  the 
principal  agent  in  causing  decomposition.  Indeed,  we  must  attribute 
to  dissolved  sulphates  most  of  the  damage  which  many  American  writers 
have  improperiy  explained  as  due  to  the  action  of  ^' alkalies'^  on  the 
cement. 

CHEMIOAL  PROCESSES  OF  DE001CP08ITI0H 

Messrs,  Candlot,f  Michaelis,J  and  Deval§  have  discovered  successively 
by  different  methods  that  aluminate  of  lime  Alj  O3  3  CaO,  which  exists  in 
cements  in  company  with  other  calcareous  salts,  such  as  silicates,  possesses 
the  property  of  combining  with  sulphate  of  lime  so  as  to  give  a  double 
salt  Alj  O3  3  CaO,  3  (SO,  CaO)  combined  with  a  large  quantity  of  water 
with  great  increase  in  volume.  This  substance,  moreover,  has  no  firm 
coherence.  It  is  soluble  in  pure  water,  but  insoluble  in  lime  water,  a  fact 
that  explains  its  existence  in  a  solid  state  in  mortars. 

On  the  other  hand,  even  if  the  cements  do  not  contain  free  lime  when 
they  are  anhydrous,  their  setting  under  the  action  of  water  frees  a  part  of 
the  lime  which  was  combined  with  the  acid  elements,  principally  \^ith 
silica.  If  a  soluble  sulphate  other  than  sulphate  of  lime  is  placed  in  con- 
tact with  a  hydraulic  binding  material  during  hardening  or  after  having 
set,  it  produces,  with  the  freed  lime,  sulphate  of  lime,  which  in  turn  com- 
bines with  the  aluminate,  giving  "sulpho-aluminate,"  and  produces  the 
swelling  which  causes  the  disintegration  of  the  mortar.  The  same  reac- 
tions would  be  produced,  moreover,  without  the  intervention  of  free  lime 
as  a  result  of  the  reaction  of  the  sulphuric  acid  of  the  salt  dissolved  by  the 
water  upon  a  part  of  the  lime  of  the  binding  material. 

Although  the  formation  of  the  sulpho-aluminate  of  lime  seems  to  be  the 
principal  cause  of  the  decomposition  of  cement  by  sea  water  and  sulphate 
waters,  it  may  not  be  the  only  one:  the  setting  and  the  hardening  of  the 
cement  in  contact  with  water  result  in  the  separation  of  compounds  rich  in 
lime,  in  salts  less  calcareous,  and  in  free  lime.  According  to  the  nature 
of  the  medium  and  the  conditions  affecting  its  preservation,  this  reaction 
may  be  modified  or  counteracted  in  such  manner  that  the  hardening  cannot 

*2^mbom,  Industria,  October  15,  1899. 

j-Ciinciitx  et  Chauz  Hydrauliques,  Paris,  1891,  p.  257. 

{Der  Cement-Bacillus,  Beilin,  1891. 

{BuDetio  <k  la  Soci6t^  d^ncouragement  pour  nndustrie  Nadonak,  1900, 1,  p.  49. 
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follow  its  regular  course;  likewise,  the  lime  set  at  liberty  may  be  aissolved 

little  by  little  in  the  water  which  penetrates  the  mortars,  and  may  disappear 

by  exosmose,  giving  place  to  other  more  or  less  injurious  compounds. 
These  various  phenomena  are  yet  far  from  being  satisfactorily  explained, 

nevertheless,  it  appears  that  those  cements  which  are  richest  in  lime  are 

the  most  quickly  decomposed, 

8EAB0H  FOR  BINDING  MATERIALS  CAPABLE  OF  RESISTING  THE 

ACTION  OF  SEA  WATER 

For  a  long  time  the  efiforts  of  experimenters  have  been  directed  toward 
finding  a  cement  of  such  composition  that  it  cannot  be  decomposed  by  sea 
water.  Thinking  at  first  that  the  destructive  action  of  the  water  resulted 
from  the  substitution  of  the  magnesia  which  it  contained,  for  the  lime  of  the 
cement,  the  idea  was  conceived  of  making  cement  by  burning  dolomitic 
limestone  which  consequently  was  composed  largely  of  salts  of  magnesia. 
But  it  was  found  that  the  magnesia  which  this  contained,  since  it  was 
burned  necessarily  at  a  very  high  temperature,  was  slaked  with  great 
difficulty,  and  by  its  tardy  hydration  caused  the  mortar  to  swell.  Cements 
were  also  made  experimentally  of  baryta,  a  laboratory  product  whose  high 
price  does  not  permit  its  introduction  into  regular  practice.* 

After  the  discovery  of  the  sulpho-aluminate  of  lime,  the  question  changed 
its  aspect,  and  alumina  was  considered  a  dangerous  element  in  cement, 
the  proportion  of  which  ought  to  be  reduced  as  much  as  possible.  At 
present  the  specifications  adopted  by  the  Administration  of  Public  Works 
in  France  limit  to  8%  the  maximum  amount  of  alumina  allowed  in  cement 
intended  for  use  in  sea  water,  and  this  limit  would  be  placed  much  lower 
were  it  not  for  the  fact  that  in  many  localities  it  would  be  very  difficult  to 
obtain  products  containing  less  alumina.  On  the  other  hand,  the  percen- 
tage of  alumina  cannot  be  greatly  reduced  without  at  the  same  time  ren- 
dering more  difficult  the  burning  of  the  cement,  in  which  operation  this 
element  acts  as  a  flux.  Accordingly,  it  was  suggested  that  the  alumina 
be  replaced  by  iron  oxide.  Cements  have  been  made  in  the  laboratory 
which  were  absolutely  free  from  alumina  and  rich  in  iron,  and  these  re- 
sisted sea  water  very  well.f  The  various  hydraulic  cements  and  limes 
produced  by  the  works  of  Teil,  whose  reputation  is  world-wide,  contain 
not  more  than  2%  of  alumina,  and  some  of  them  usually  last  much  better 

*  Le  Chatelkr,  Annates  des  Mines,  May  and  June,  1887. 

t  Le  Chatelier,  Congrte  International  des  Mat^riaux  de  Constniction.  held  at  Paris  in  iqoo.  Vol.  II. 
Part  2,  p.  SI. 
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in  sea  water  than  most  of  the  Portland  cements  which  contain  between 
7%  and  8%  of  alumina.  These  too,  however,  become  decomposed  under 
certain  conditions,  but  with  this  peculiarity  —  that  their  disintegration  is 
nott  usually  accompanied  by  any  increase  of  volume. 

It  has  been  noted  that  the  cements  which  are  the  richest  in  lime  decom- 
pose the  most  quickly  in  sea  water.  Based  upon  this  observation,  the 
experiment  was  also  tried  of  making  cements  for  marine  use  by  burning 
mixtures  less  rich  in  carbrynate  of  lime  than  the  ordinary  Portland  cements. 
This  diminished  the  strength  of  the  cement,  but  the  falling  off  in  strength 
was  only  of  secondary  importance.  The  principal  difficulty  lay  in  the 
process  of  manufacture.  In  burning  cements  of  this  class  there  was  pro- 
duced in  the  kilns  a  considerable  quantity  of  powder  possessing  only  a 
comparatively  feeble  hydraulic  power,  which  obstructed  the  draught. 
This  difficulty  was  lessened  by  mixing  ferruginous  materials  (ore,  etc.), 
or  even  sulphate  of  lime,*  with  the  raw  materials  before  burning.  Also, 
the  use  of  rotary  kilns  prevents  the  choking  of  the  draught.  As  has 
just  been  said,  cements  low  in  lime  do  not  attain  as  great  strength  as  the 
ordinary  Portland  Cements,  but  they  generally  resist  the  decomposing 
action  of  sea  water  better. 

When  the  proportion  of  limestone  is  small,  the  burning  can  be  done 
only  at  a  very  low  temperature,  and  the  cement  obtained  sets  very  quickly. 
Some  of  these  low  lime  cements  appear  to  resist  chemical  decomposition 
satisfactorily,  while  others  resist  no  better  than  most  of  the  Portland  ce- 
ments, a  difference  which  has  not  yet  been  explained.  In  any  case,  on 
account  of  the  rapidity  of  set,  this  class  of  cements  cannot  readily  be  used 
on  large  work,  and,  in  fact,  their  use  is  mainly  limited  to  special  cases. 

Another  means  of  neutralizing  the  bad  effects  of  the  excess  of  lime  liber- 
ated by  the  setting  of  Portland  cement  consists  in  mixing  with  the  latter, 
before  using,  materials  capable  of  combining  with  this  lime  so  as  to  pro- 
duce insoluble  compounds.  Puzzolans  have  been  found  to  be  the  most 
useful  material  for  this  purpose.  Laboratory  tests,  verified  by  experiments 
on  a  larger  scale,t  have  shown  that  mortars  made  in  this  way  generally 
resist  sea  water  better  than  if  they  had  been  made  from  similar  cements 
without  puzzolanic  material.  Sometimes,  too,  their  strength  is  increased 
by  this  mixture. 

*Cancflot,  paper-  delivered  at  the  meeting  of  the  French  and  Belgian  members  of  the  Inter 
national  Association  of  the  Materials  of  Construction,  on  April  25, 1903. 

tFeret,  Annalcs  des  Fonts  et  Chauss^s,  1901.  IV,  p.  191. 
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liETHOD  OF  DETEBMININO  THE  ABILITT  OF  A  BINDING 
MATERIAL  TO  RESIST  THE  CHEMICAL  ACTION  OF 

SULPHATE  WATERS 

One  method  is  to  gage  the  cement  to  be  tested  with  sufficient  water  to 
obtain  a  plastic  paste,  spread  this  paste  on  glass  plates  so  as  to  form  cakes 
or  pats  with  thin  edges,  immerse  the  pats  in  sea  water,  and  observe  them 
from  time  to  time.  But  with  this  method  the  amount  of  deformation  in 
the  pats  depends  to  a  large  extent  upon  the  hardness  of  the  paste  at  the 
time  of  immersion,  so  that  a  cement  which  cracks  when  immersed  before 
setting  may  stand  a  long  time  without  showing  any  trace  or  alteration  if 
the  pat  is  not  placed  in  contact  with  the  water  until  twenty-four  hours  after 
gaging.  Further,  the  surface  of  the  pat  is  quickly  covered  by  a  crust  more 
or  less  thick  resulting  from  the  partial  carbonization  of  the  freed  lime,  so 
that  the  substitution  of  magnesia  for  a  part  of  this  lime  and  the  presence 
of  this  crust  may  influence  the  decomposition  of  the  underlying  cement. 

Another  and  more  exact  method  consists  in  molding  a  block  of  cement 
or  of  mortar  of  a  sufficient  thickness;  for  example,  a  briquette  such  as  is 
used  for  a  tensile  test.  Allow  this  to  harden  in  the  usual  way,  say  for 
twenty-eight  days,  then  cut  out  from  the  center  of  this  block  a  small 
solid  parallelopiped  with  sharp  edges,  and  immerse  it  in  sea  water  or 
in  a  sulphate  solution  (saturated  gypsum,  sulphate  of  magnesia,  etc.). 
In  order  to  prevent  all  new  superficial  carbonization  of  the  specimen, 
carbonic  acid  should  not  be  allowed  to  come  in  contact  with  or  be  present 
in  this  liquid.  When  decomposition  occiu-s  in  the  cement  it  is  indicated 
by  cracks  which  appear  at  the  edge  of  the  parallelopip)ed  after  a  lapse 

of  a  variable  time. 

As  a  third  test,  sea  water  under  pressure  can  be  made  to  filter  contin- 
uously through  mortars  made  with  fine  sand.  The  author  of  the  present 
chapter  uses  for  this  test  mortars  containing  from  250  to  450  kilograms 
(551  to  991  lb.)  of  cement  per  cubic  meter  (35.3  cu.  ft.)  of  sand  (corre- 
sponding approximately  to  proportions  i :  6  to  i :  3  by  weight)  which  he 
gages  to  a  plastic  consistency  and  molds  into  cubes  50  square  centimeters 
(7.74  sq.  in.)  on  a  face,  with  a  tube  of  brass  penetrating  to  the  center  of 
the  block.  After  a  few  days  the  brass  tubes  are  attached  with  India  rubber 
tubes  to  a  vessel  containing  sea  water  under  a  head  of  2  meters  (6.52  ft.). 
The  amoimt  of  water  which  flows  through  each  cube  in  a  given  time  is 
accurately  measured  from  time  to  time,  the  cube  being  immersed  in  sea 
water  in  a  glass  receptacle,  where  the  state  of  preservation  of  the  mortar 
can  be  closely  obser\'ed. 

Finally,  the  following  quite  rapid  method  is  used  in  the  laboratory  at 
Boulogne.    A  mixture  is  made  consisting  of  100  parts  of  cement  to  be 
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tested  ^Tirl  TTOD  parts  maxl^  jrroimd  to  n  fine  powuer.  To  thi-  L<  adci^ri 
^rDsiiHi  ill  ttif  loim  of  a  Ycry  fine  ])owaer,  var\'iufr  prt^nressivtrl^  from 
r^c  tL-  2c-,',  of  ttMr  weigm  of  tfte  cemcni.  Piastic  mortan^  an  tlier  made 
froiTi  ead.  o:  thest- mixuires,  whicia  are  moidec  into  Drisni>  2  hv  2  hv  iz.-^ 
^.enti^lete^^  ic.^  i>y  c.S  by  *;x  ii*.),  aliowec  t(  Harden  for  seven  an>  in 
moist  air,  and  tnei,  immersed  in  fresli  water  after  tiie  lenjrth  of  eaci  ha.- 
ijeer  exactly  measured.  Ttie  water  L>  frequently  renewed  and  at  sLiied 
j>enoa-  tUt  ien^rtiL-  of  ttie  prismh  axe  again  measured,  at  wiiidi  timt  tiieir 
state  of  preservation  i«  aiso  examined. 

Tiie  ability  of  tiie  cement  to  resist  decomposition  by  sulpiiates  i>  indi- 
cated by  ttie  time  taken  for  tiie  prisuL-  u»  expand  aonormali}  and  to  aevcun) 
cracki,  and  aisc-  by  tiie  quantity  of  g^i^sum  whicii  tiie  bmdinp  material  is 
able  to  bear  for  ix  jriven  time  witnout  deteriorauon. 

A>  a  result  of  a  ion?  series  of  ex]>erimenti,  esDedaliv  of  tiiose  made  bv 
tiie  last  two  methods,  the  conclusion  iia^  been  xeacued  tliat  no  bnuimp 
material  iia^.  as  yet  i>een  found  which  wiU  not  be  aeLomi>osed  sooner  or 
later  when  sui>iected  tc-  these  tests,  sf»  tiiat  at  present  no  cement  can  be 
looked  upon  a>  absoiutelv  safe  from  tue  action  of  sea  water. 


OF  11  JIUllTKiaATIIlF 

It  seem?  possible  to  divide  tiie  phenomena  of  disintejrration  into  twc 
classes  according  as  the  destruction  of  the  mortar  is  produced  by  a  sot:  of 
prrogressive  dissolution  of  its  elements  without  appreciable  ciiange  in 
volume,  or  as  the  products  of  decomposition,  coUectinc:  in  the  pores,  en- 
larjje  them  and  prcxiuce  a  scaling  off  and  a  weakening  of  the  mortar. 
This  second  class  of  phenomena  is  much  the  more  frequent  and  serious. 

In  both  cases  decomposition  may  l>e  produced  when  the  mortar  is  simply 
immersed,  because  of  the  penetration  of  the  water  into  it>  pores  and  its 
renewal  by  the  double  phenomenon  of  endosmose  and  exosmose.  But 
when  the  masonry  is  sutjjected  to  different  degrees  of  pressure  u]>on  its 
opposite  faces,  as  is  usually  the  case,  this  tends  to  establish  a  current  of 
water  through  it  and  the  replacement  of  the  dissolving  element^:  goes  on 
more  actively.  However,  disintegration  may,  under  these  condition^,  ]iro- 
ceed  more  siowlv  if  the  current  of  water  L'^  stronc:  enoujrh  to  carr\'  awa^•  the 
solid  products  of  decomposition  as  they  are  formed.  The  writer  has  cited 
in  a  former  paper*  experiments  which  plainly  show  the  difference  between 
these  two  methods  of  decomi position:  if  lean  mortars,  made  with  the  same 
cement  and  sand>  of  different  granuiometric  compositions,  are  kept  in  abso- 
lutely quiet  sea  water,  those  which  disintegrate  most  rapidh'  are  tlie  ones 

^Aiinak&  des  Fonts ct  ChmM^ci,  1892,11, pp.  106 tt>  Ii4. 
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into  whose  composition  there  enters  no  fine  sand,  but  only  medium  sand 
or,  and  above  all,  coarse  sand.  These  latter  are  the  mortars  that  contain 
the  voids  of  largest  size.  On  the  contrary,  if  a  series  of  similar  mortars  are 
subjected  to  a  continuous  filtration  of  sea  water,  those  made  from  coarse 
sand  remain  intact,  while  decomposition  is  more  and  more  active  for  mortars 
containing  more  and  more  fine  sand.  In  practise  this  latter  is  the  most 
frequent  case,  and,  in  fact,  it  has  been  verified  that  the  destruction  of  concrete 
or  mortar  by  sea  water  has  in  most  cases  been  due  to  the  use  of  too  fine  sands. 
This  is  a  point  which  cannot  be  too  strongly  insisted  upon,  and  experi- 
ments show  that  a  rather  lean  mortar  of  coarse  sand  is  much  preferable  to 
a  mortar  of  fine  sand,  even  when  a  very  large  quantity  of  cement  is  intro- 
duced into  the  latter.  Fine  sands  ought  to  be  banished  relentlessly  from 
sea  water  construction  even  when  the  cost  of  coarse  sand  is  very  high.* 
When  stone  is  at  hand,  an  excellent  sand  can  be  obtained  economically 
by  crushing  it. 

PROPORTIONS  FOR  MORTARS  AND  CONCRETES 

From  the  preceding  it  is  evident  that  the  best  means  of  fighting  against 
sea  water  is  to  prevent  as  far  as  possible  its  penetration  into  the  mortars 
and  concretes,  and  accordingly  to  make  these  of  great  density.  It  has 
been  suggested  in  a  preceding  chapter  (Chapter  IX)  with  what  size  of 
sand  and  what  quantity  of  cement  this  result  can  best  be  attained  in 
mortars:  the  author  of  the  present  chapter  has  ascertained  that  the  maxi- 
mum density  is  obtained  with  a  mortar  composed  of  material  having 
a1x)ut  two  parts  of  very  coarse  grains  to  one  of  fine  grains,  including 
cement.  Usually,  natural  sands,  even  the  coarsest,  contain  a  propor- 
tion of  relatively  fine  sand  suflScient  to  make  it  useless  to  add  more  with 
the  cement.  If  a  sand  is  used  from  which  the  fine  grains  have  been 
screened,  and  this  is  mixed  with  about  one-half  of  its  weight  of  cement, 
a  mortar  is  obtained  at  once  very  dense  and  of  great  strength,  but  whose 
use  would  often  be  too  costly.  In  such  cases  the  cement  can  be  replaced 
by  a  mixture  of  sand  and  cement  prepared  in  advance,  such  as  the 
product  known  as  "sand-cement,"  for  the  making  of  which  a  few  fac- 
tories have  been  built  in  Europe  and  also  in  America.  It  must  be  borne 
in  mind,  however,  that  this  solution,  excellent  for  mortars  destined  to 
remain  in  the  air  or  to  come  in  contact  only  with  freA  water,  would  be 
poor  to  use  in  sea  water,  for  very  fine  sand  intimately  mixed  with  cement 
separates  its  grains  and  increases  the  surface  of  attack,  and  various 
experiments  have  shown  that  this  kind  of  mortar  suffers  severely  in 
sea  water. 

*Sce  aho.  Pent,  B»nm>tgklimknnde,  i8g6,  p.  130.  and  "Le  Cfmoit,*  1806,  p.  sxt^ 
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For  use  in  sea  water,  on  the  contrary,  if  a  good  puzzolanic  material  can 
be  procured  on  favorable  terms,  it  is  advantageous  to  grind  this  with  the 
cement  to  take  the  place  of  the  fine  sand,  so  that  in  the  mortar  it  may  play 
both  a  mechanical  and  a  chemical  role,  assuring  to  it  a  great  density,  and 
at  the  same  time  forming,  with  the  lime  freed  by  the  setting,  compounds 
which  tend  to  harden  the  mortar  and  render  it  impermeable. 

For  concretes  it  has  not  yet  been  possible  to  express  a  general  law. 
However,  maximum  density  appears  to  be  attained,  in  general,  when  the 
fine  grains,  including  the  cement,  constitute,  according  to  conditions, 
from  25  per  cent,  to  40  per  cent,  of  the  total  mixture,  the  remainder  being 
made  up  chiefly  of  large  aggregate  with  little  or  no  medium  sized  mate- 
riak.  In  all  cases  it  is  necessary  to  see  that  the  concrete  does  not  con- 
tain voids,  and  above  all  that  the  cement  is  not  diluted  by  an  excess  of 
fine  sand,  which  must  always  be  considered  as  the  greatest  enemy  of 

masonry  in  sea  water. 

In  every  case  the  sea  water  should  be  prevented  from  coming  in  con- 
tact with  the  work  for  as  long  a  time  as  possible,  so  that  the  setting  of 
the  cement  may  be  already  considerably  advanced.  Yet  it  must  not  be 
forgotten  that  when  the  mortar  contains  a  puzzolanic  material  its  hard- 
ening can  be  properly  effected  only  in  the  presence  of  moisture. 

BOXTURES  OF  PUZZOLAN  AND  SLAG  WITH  CEMENTS 

Tests  by  M.  Vetillart  and  the  writer,  ^escribed  in  detail  in  a  paper  pub- 
lished in  Annales  des  Fonts  et  Chauss^s,  1908, 1,  page  121,  indicate  that 
Puzzolanic  material  may  be  of  great  value  when  mixed  with  Portland  cement 
for  concrete  construction  in  sea-water,  materially  increasing  the  durability 
of  the  concrete  without  increasing  its  cost. 

The  conclusions  reached  in  these  tests  are  as  follows: 

The  use  of  Puzzolan  in  hydraulic  mortars  in  combitiation  with  the  cement 
increases  the  strength,  and  in  a  great  many  cases  appreciably  retards  disin- 
tegration by  sea-water.  It  should  be  employed  then,  at  least  experiment- 
ally, in  accordance  with  the  following  recommendations: 

Grind  the  Puzzolan  to  the  fineness  of  Portland  cement. 

Mix  it  mechanically  with  the  cement  so  as  to  obtain  an  absolutely  thor- 
ough mixture. 

For  Portland  cement  and  a  good  natural  Puzzolan,  take  two  parts  by 
weight  of  cement  to  one  part  of  Puzzolan. 

Select  only  Puzzolan  of  known  good  quality;  the  use  of  gaize  slightly 
roasted  is  especially  recommended. 

If  other  kinds  of  cement  or  limes  are  used  with  Puzzolan,  or  if  the  Puz- 
zolan is  of  doubtful  quality, — especially  if  it  is  obtained  from  granulated 
slag  or  a  similar  industrial  by-product, — determine  the  proportions  of  the 
mixture  by  means  of  preliminary  trials  based  on  tests  of  strength. 


ri^^wv^ 
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Add  to  the  sand  the  mixture  of  cement  and  Puzzolan  as  pure  cement 
would  be  added,  and  in  the  same  proportions;  mix  and  place  the  mortar  in 
the  usual  manner. 

Always  use  for  comparison  with  the  Puzzolan  mortar,  specimens  of 
mortar,  of  the  same  proportions  and  made  under  identical  conditions,  in 
which  the  mixture  of  cement  and  Puzzolan  is  replaced  by  the  same  weight 
of  pure  cement. 

Allow  the  Puzzolan  mortar  to  harden  in  the  presence  of  moisture. 

It  is  as  yet  impossible  to  suggest  detail  rules  for  the  acceptance  and  con- 
trol of  Puzzolan  cements.  The  recommendation  is  made,  however,  that 
their  ability  to  resist  the  decomposing  action  of  the  salts  in  sea- water  be 
compared  to  the  resistance  of  pure  cements  by  means  of  the  test  with  sul- 
phate magnesia  already  referred  to.* 

VARIOUS  PLASTERS  AND  OOATINOS 

Various  methods  have  been  tried  to  prevent  sea  water  from  wetting 
masonry  too  soon,  either  by  coating  the  work  with  materials  designed  to 
obstruct  the  pores,  or  by  covering  it  with  a  layer  more  or  less  thick  and 
more  or  less  impermeable,  consisting  usually  of  a  rich  mortar,  clay,  bitu- 
minous materials,  etc. 

This  method  of  protecting  the  work  is  generally  rather  costly  and  is  not 
applicable  to  all  kinds  of  construction.  Besides,  it  presents  this  disadvan- 
tage, that  if  by  accident  there  is  any  break  in  the  continuity  of  the  cover- 
ing, the  sea  water  finds  a  passage  towards  the  heart  of  the  masonry  and 
creeps  in  from  one  place  to  another,  so  that  often  the  coating  ofi^ers  only  an 
illusory  security. 

In  certain  cases,  a  coating  is  formed  spontaneously  by  the  carbonization 
of  the  lime  in  the  parts  of  the  mortar  near  the  free  surface,  and  this  action 
is  aided  by  the  development  of  sea  organisms  such  as  sea-weed  and  shell- 
fish. This  cause,  together  with  the  differences  in  the  saltness  and  the 
temperature  of  the  water,  and  the  course  of  the  ocean  currents,  is  the 
one  which  is  most  often  called  upon  to  explain  why  mortars  decompose 
more  quickly  in  some  regions  than  in  others. 

*  See  also  Annales  des  Fonts  et  Chauss^s,  1908,  I,  p.  107. 
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CHAPTER  XVI 

LAYING  CONCRETE  AND  MORTAR  IN  COLD  OR 

FREEZING  WEATHER 

The  results  of  practice  and  ezperiment  with  cement  and  concrete 
exposed  to  frost  or  cold,  which  are  discussed  in  detail  in  the  followiiif 
pa^es,  may  be  summarised  as  follows: 

(1)  Concrete  work  in  winter  is  more  difficult  and  somewhat  more 
expensiTe  than  in  summer,  bnt  policy  frequenfly  makes  winter  work 
necessaiy  and  even  econoniicaJ,  and  with  precautions  to  prevent  freeamg 
first-class  work  results. 

» 

(2)  The  settinir  and  hardenini:  of  Portland  cement  concrete,  or 
mcHtar  is  retarded  by  the  cold  even  if  not  frosen  and  the  strenifth  at 
early  periods  is  low. 

(3)  Ckmcrete  which  has  been  frosen  may  attain  erentnally,  after  thaw- 
ing and  hardening,  an  ultimate  streni^th  nearly  as  hic:h  as  ordinary 
concrete. 

(4)  A  ihin  scale  is  apt  to  crack  from  the  surface  of  concrete  walks  or 
walls  which  have  frosen  before  thoroui:h  hardening:.     (See  p.  282.) 

(5)  Frost  expands  cement  masonry  or  concrete  and  settlement  results 
with  the  thawinir-     (See  p.  282.) 

(6)  Heatmi:  materials  hastens  settLni:  and  retards  the  action  of  frost. 
(See  p.  2B6). 

(7)  Salt  and  calGium  chloride  lower  the  freesing  point  of  wat«-  and 
if  used  in  small  quantities  do  not  appear  to  afEect  the  ultimate  8tren|:th 
of  the  concrete  or  mortar.     (See  p.  287.) 


EFFECT  OF  COLD  OB 


■Aj^-At:it^ 


Cold,  even  if  the  temperature  is  not  below  freezing,  retards  the  harden- 
ing of  concrete  and  mortar.  A\Tien  also  the  cement  or  the  sand  possesses 
slow  hardening  properties,  the  concrete  may  remain  soft  enough  to  break 
with  the  fingers  for  several  months  after  laying.  This  is  particularly  the 
case  with  concrete  placed  below  ground,  as  in  piles.  On  the  other 
hand,  concrete  of  Portland  cement, even  if  actually  frozen,  will  eventually 
attain  after  thawing  fair  ultimate  strength  with  only  slight  surface 
injury,  if  moisture  is  present  or  applied  to  permit  propter  hydration 
of  the  cement.    This  freedom  from  much  permanent  injury  from  frost 


282  A  TREATISE  ON  CONCRETE 

may  be  due  in  part  to  the  internal  heat  of  crystallization,  especially  in 
the  interior  of  a  large  mass. 

A  thin  crust  about  A  inch  thick  is  apt  to  scale  from  the  surface  of 
granolithic  or  concrete  pavements  which  have  frozen,  leaving  a  rough 
instead  of  a  trowelled  surface.    A  similar  result  occurs  in  walls. 

The  settlement  of  masonry  due  to  contraction  from  thawing  is  another 
factor  that  must  be  allowed  for  in  case  of  freezing.  This  settlement 
occurs  both  in  concrete  and  in  stone  or  brick  masonry.  Failures  of  newly 
laid  brick  walls,  for  example,  have  occurred  through  the  frozen  mortar 
thawing  out  on  the  surface  next  to  the  sun,  with  a  resulting  settlement 
which  causes  the  wall  to  topple  over. 

If  for  any  reason  the  concrete  actually  freezes  during  construction, 
care  must  be  taken  to  be  sure  that  any  laitance  or  scum  which  had  risen 
to  the  surface  and  which,  when  frozen,  resembles  good  concrete,  is 
chipped  off. 

Freezing  Experiments.  An  extensive  series  of  tests  of  frozen  mortars 
was  conducted  by  Mr.  Thomas  F.  Richardson  during  the  construction 
of  the  Wachusett  Dam  in  Massachusetts,  indicating  that  Portland 
cement  mortar  is  not  permanently  injured  by  freezing.  The  results  of 
tests  extending  up  to  one  year  showed  that  although  briquettes  mixed 
one  part  cement  and  three  parts  sand,  had  less  strength  at  the  end 
of  seven  days  than  those  which  had  not  been  frozen,  the  frozen  specimens 
after  longer  periods,  especially  at  the  end  of  one  year,  gave  as  high  or 
higher  strength  than  those  kept  at  ordinary  temperatures. 

Mr.  Richardson  describes*  the  tests  which  were  made  in  the  middle 
of  winter  as  follows: 

During  the  progress  of  the  masonry  work  on  the  Wachusett  Dam 
briquettes  were  made  each  week  and  submitted  to  the  same  conditions 
as  the  masonry,  the  molds  being  filled  with  mortar  and  placed  out  of 
doors  in  the  air,  not  in  the  water,  immediately  after  filling.  At  the 
same  time  briquettes  were  made  and  kept  in  the  laboratory,  both  in  air 
and  in  water,  those  in  the  air  approximating  more  closely  the  conditions 
which  obtained  on  the  masonry  construction  at  the  dam.  About  i  of 
the  briquettes  out  doors  were  exposed  to  temperatures  as  low  as  9° 
above  zero  in  the  first  24  hours,  and  some  of  them  to  temperatures  as 
low  as  12°  below  zero  in  the  first  week.  Salt  was  used  in  most  of  the 
experiments,  the  quantity  ranging  from  4  to  16  pounds  per  barrel  of 
cement,  the  average  being  about  6  pounds  or  about  3%  by  weight  of 
water.  Our  experiments  indicate  that  8  pounds  of  salt  per  barrel  of 
cement  is  sufficient,  even  in  the  coldest  weather,  and  the  results  from 
4  pounds  are  very  nearly  as  good;  16  pounds  do  not  seem  to  give  quite 
as  good  results. 

*  Kindly  famished  by  Mr.  Richardson  for  this  TrettiM. 
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rhe  following  table  gives  the  average  results  of  the  experiments: 

Bffict  oj  Frost  upon  Tensile  Strength  0/1:$  Mortar.   {Set  p.  182-) 
By  Thomas  F.  Richasdson. 


BriquettB  Kept 

H 

Tensile  Sliraglh,  lb. 

P«H|. 

n. 

7d. 

18  d. 

}m„. 

6  mo. 

■  rr. 

80 

i68 
298 

139 

304 

344 

370 
39* 
435 

401 

i.', 

The  briquettes  were  made  in  sets  of  5,  consequently  4  experiments  are 
shown  for  water  and  air  in  laboratory,  and  16  for  out  doors. 

In  France  similar  results  have  been  reached  by  Mr.  P.  Alexandre*  as 
lo  the  effect  of  temperatures  slightly  above  freezing. 

Mr.  Charles  S.  Gowenf  also  has  concluded  from  his  tests  that  "  there  is 
no  indication  that  freezing  reduces  the  ultimate  strength  of  the  mortar, 
although  it  delays  the  action  of  setting." 


Set 


■Strength  of  Neat  Portland  Cement  Mortar,  i-inch  Cubes, 
Different  Temperalures.     {See  p.  283.) 


The  effect  of  different  uniform  temperatures  upon  neat  cement  mortar 
is  illustrated  in  Fig.  81  by  curves  made  up  by  the  authors  from  a  series 
of  experiments  by  Mr.  J,  E.  HowardJ  at  the  Watertown  Arsenal.  The 
results  with  sand  mortars  are  similar  to  the  neat  cement.  Specimens 
were  stored  for  thirty  days  at  temperatures  of  70°  Fahr.  {21"  Cent.) 

'Anulcs  d«  PodUcC  Chuisaic*,  iSgo,  II.  pp.  jaj  and  a". 

t  Pmceedinga  Araeilcin  Society  lur  TtaLing  Matetiili,  i^oj,  p.  iw- 

I  Tcm  of  Meul>  U.  S.  A.  1901.  p.  jja. 
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38°  Fahr.  (3®  Cent.)  and  0°  Fahr.  (—18**  Cent.)  Part  were  broken  after 
setting  one  extra  day  at  70°  Fahr.  to  thaw  and  the  others  were  placed  in 
a  temperature  of  70°  Fahr.  and  broken  one  week  and  three  weeks  later. 
The  bakince  were  kept  till  90  days  old  at  the  lower  temperatures  and 
then  part  broken  and  part  placed  at  70°.  The  curves  show  the  low 
strengths  even  at  the  age  of  90  daj^  with  the  lower  temperatures  and 
the  sharp  increase  as  soon  as  the  cubes  were  placed  in  warm  air. 

Cold  retards  setting.  Prof.  Tetmajer*  found,  for  example,  that  i  :  3 
Portland  cement  mortar  which  attains  its  initial  set  at  2}  hours  and  its 
final  set  at  8^  hours  when  mixed  at  65°  Fahr.  (18®  Cent.),  at  a  tempera- 
ture of  freezing  reaches  its  initial  and  final  set  at  21  and  38  hours 
respectively. 

Effect  of  Temperature  on  Growth  in  Strength  of  Concrete.  Tests  at 
the  University  of  Illinoisf  show  that  concrete  stored  at  temperatures 
ranging  from  below  freezing  to  about  90°  Fahr.  gains  strength  with  age 
in  proportion  to  the  temperature.  The  lower  the  temperature  the  lower 
the  strength  at  all  ages,  and  the  slower  the  growth  in  strength.  Speci- 
mens subjected  to  alternate  freezing  and  thawing  disintegrated  badly, 
but  those  maintained  well  below  freezing  gained  slightly  in  strength. 
Fig.  82  indicates  the  effect  of  temperature  on  strength  of  concrete  at 
different  ages.  The  curves  are  drawn  by  the  authors  from  the  results 
of  the  tests,  but  are  plotted  to  apply  to  concrete  testing  2  000  pounds} 
per  sq.  in.  at  28  days  and  70°  Fahr.  (the  common  standard  f or  i  :  2  :  4 
concrete).  The  diagrams  may  be  used  in  practice  to  indicate  approxi- 
mately the  growth  in  strength  of  concrete  in  building  construction. 

CONSTRUCTION  IN  FREEZING  WEATHER 

It  is  frequently  necessary  to  erect  concrete  structures  in  winter,  not- 
withstanding the  extra  cost,  because  of  the  economic  value  of  early  use. 
In  such  cases  full  precautions  should  be  taken  to  prevent  freezing  and,  in 
fact,  to  guard  against  low  temperatures,  for  temperatures  slightly  above 
freezing  retard  setting  and  hardening.  Although  the  tests  cited  above 
indicate  that  concrete,  frozen  after  mixing,  attains  some  strength  if 
allowed  to  remain  long  enough  before  subjected  to  alternate  thawing 
and  freezing,  it  is  a  dangerous  proceeding  to  permit  on  account  of  the 
possibility  of  trouble  and  it  should  be  avoided  except  under  most  extra- 

*  Johnion's  liateriab  of  Construction,  igo3,  p.  6i6. 
t  A.  B.  McDanid.    University  of  Illinois.  Bulktin  No.  8i,  1915. 

X  The  actual  breaking  strength  in  the  a8  day  tettt  waa  about  1365  poonda  per  aquave  fiich.  a  km 
strength  even  for  soft  limestone. 
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ordinary  circumstances.  If  necessary  to  continue  work  through  the 
winter,  precautions  must  be  taken  by  (i)  careful  selection  of  materials, 
(2)  heating  of  materials  and  (3)  protection  from  the  cold. 

imaterials  to  Use  in  Cold  Weather.  Natural  cement  of  ordinary 
composition,  as  is  shown  conclusively  by  tests  and  practice,  never  re- 
gains its  strength  after  freezing,  and  therefore  never  should  be  used 
where  liable  to  freeze. 
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Fig.  82.— Effect  of  Temperature  on  Growth  in  Strength  of  Concrete.     {Ste  p.  284.) 

A  slow  hardening  Portland  cement  (the  hardening  determined  not 
by  the  set  but  by  the  tensile  strength  at  early  periods)  should  be  avoided 
for  cold  weather  use.  Not  only  should  the  cement  pass  the  Standard 
Specifications,  but  it  is  sometimes  advisable  to  require  a  higher  than 
usual  strength  (in  the  laboratory  tests)  at  the  24  hour  neat  and  7  days 
sand  mortar  periods.  It  is  frequently  advisable  to  select  a  brand  which 
normally  gives  high  strength  at  these  early  periods. 
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Of  equal  importance  with  the  selection  of  the  cement  is  the  choosing 
ci  the  sand,  especiaDy  should  a  fine  sand  or  a  sand  containing  even  a 
minute  quantity  <rf  vefetable  loam  be  avoided,  as  the  reduction  in  the 
early  strength  incident  to  this  may  even  be  a  contributary  cause  for 
failure  in  ckM  weather. 

Heating  Materials.  At  moderate  temperatures  of  say  30°  to  40° 
Fahr.,  heating  of  the  materials  is  sufficient  to  prevent  trouble,  provided 
cement  and  sand  are  satisfactory.  If  a  drop  in  temperature  below 
freeadng  is  liable,  the  concrete  should  be  protected,  as  with  canvas  sup- 
ported so  as  to  provide  an  air  space,  or  with  straw  which  is  absolutely 
free  from  manure.  The  water,  sand  and  stone  should  be  heated  and  in 
extreme  cases  the  reinforcement  and  the  forms  may  be  steamed  just 
before  placing  the  concrete  and  a  steam  jet  may  even  be  played  into  the 

miser  drum*  to  warm  it  up. 

To  heat  the  sand  and  gravel  or  stone,  steam  pipes  may  be  run  as  grids 
or  flat  coils  through  the  bins  or  storage  piles.  It  is  possible  to  arrange 
the  piles  so  that  the  material  will  drop  through  the  grids  when  required 
for  use  so  as  to  have  a  thorough  and  even  h<^ting.  On  small  work, 
as  for  hand  mixing,  fires  under  boiler  plates  can  be  used  but  are  inade- 
quate on  large  jobs.f  If  not  too  chilled,  the  steam  from  the  sand  and 
stone  coils  may  be  run  to  the  water  tank  to  be  used  there  as  a  coil  or  a 
jet,  the  former  being  preferable.  Water  ^ould  be  heated  to  100°  to 
120®  Fahr.  Excessive  heating  should  be  avoided  as  it  may  accelerate 
too  much  the  setting  of  the  cement. 

Exhaust  steam  in  any  form,  or  live  steam  in  a  jet  is  of  little  use  in 
heating  concrete  materials. 

Protection  fr<»n  lYost  Coming  with  straw  or  canvas  is  inadequate 
for  low  temperatures,  say  bdow  28^  Fahr.  unless  artificial  heat  is  used. 

In  building  construction  in  addition  to  heating  the  materials,  which 
should  be  done  in  any  case,  it  is  customary  in  order  to  prevent  freezing 
and  maintain  a  temperature  for  proper  hardening,  to  enclose  in  canvas 
as  soon  as  the  column  forms  are  erected  on  a  floor.  Stoves  or  sala> 
manders  are  placed  on  the  finished  floor  to  keep  the  cold  from  the  sur- 
face of  the  new  slab,  while  on  the  newly  laid  work  straw  is  spread,  or 
better  still,  canvas  suppcMted  so  as  to  provide  an  air  space  which  may 
be  warmed  by  steam  coils  or  by  allowing  warm  air  to  come  up  from  the 
floor  below  through  holes  left  for  the  purpose.    The  number  of  stoves 

*Sm  Rnimterimg  Itanrd  Mudi  i6,  1912,  p.  sqs- 

t  A  combined  water,  sand,  and  stone  heater  dcsignrd  for  aof  tzaospoitation  is  Oluitnited  in  tlm 
second  edition  of  this  Ttcatiae,  p.  324. 
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or  salamanders  required  depends  upon  the  temperature.  For  low  tem- 
peratures, say  below  zero,  one  stove  for  three  hundred  square  feet*  of 
area  may  be  necessary,  while  ordinarily  a  stove  for  every  six  hundred 
square  feet  is  sufficient. 

Care  should  be  taken  to  prevent  overheating,  especially  of  granolithic 
surfaces,  thus  avoiding  checking. 

Addition  of  Salt.  If  the  concrete  is  kept  from  freezing  or  from  reach- 
ing too  low  a  temperature,  no  further  precautions  are  necessary.  Salt, 
because  it  lowers  the  freezing  j>oint  of  water,  p>ermits  the  laying  of  con- 
crete at  comparatively  low  temperatures.  Glycerine  and  alcohol,  have 
been  experimented  upon,  but  tend  to  lower  the  strengtli  of  the  mortar. 
Salt  should  not  be  used  where  there  is  danger  of  electrolysis,  nor  in 
reinforced  concrete  where  there  is  liable  to  be  an  excessive  amount 
3f  moisture  present.  Rules  have  been  formulated  for  varying  the  per- 
centage of  salt  with  the  temperature  of  the  atmosphere.  Prof.  Tet- 
majer'st  rule,  for  example,  reduced  to  Fahrenheit  imits,  requires  r% 
by  weight  of  salt  to  the  weight  of  the  water  for  each  degree  Fahrenheit 
below  freezing. 

A  rule  frequently  cited  in  print,  which  practical  tests  by  the  authors 
have  proved  to  be  entirely  inadequate,  is  to  require  one  pK)und  of  salt  to 
18  gallons  of  water  for  a  temperature  of  32°  Fahr.  and  an  increase  of  one 
ounce  for  each  degree  of  lower  temperature.  Since  the  temperature  of 
the  air  usually  cannot  be  determined  in  advance,  an  arbitrar}'  quantity 
is  as  suitable  as  a  variable  one.  In  the  New  York  Subway  work  in  1903, 
0%  of  salt  to  the  weight  of  the  water  was  adopted.  On  the  Wachusett 
Dam,  during  the  winter  of  1902, 4  pounds  of  salt  were  used  to  each  barrel 
of  cement.  For  i :  3  mortar  this  corresponded  to  about  2%  of  the  weight 
of  the  water. 

Experiments  show  that  ordinary  "quaking"  concrete  in  proportions 
I  :  2^  :  5  requires  about  130  pounds  of  w^ter  per  barrel  of  Portland 
cement,  hence  io%  of  salt  in  average  concrete  is  equivalent  to  13  pounds 
per  barrel  of  Portland  cement.  Ordinary'  i :  2^  mortar  requires  about  120 
pounds  of  water  per  barrel  of  Portland  cement,  hence  10%  of  salt  in 
average  mortar  is  equivalent  to  about  1 2  pounds  salt  per  barrel  of  Port- 
land cement.  Salt  is  sometimes  added  in  sufficient  quantity  to  "float  a 
potato"  or  an  egg.  About  15%  of  salt  to  the  weight  of  the  water  is 
required  to  float  a  jjotato,  and  about  11%  to  float  an  egg. 

*  Tamer  Construction  Company,  Engineering  News,  September  24,  1914,  p.  636 
t  JofajDBon  s  Materials  of  Construction,  1903,  p.  615. 
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Recent  experiments,  by  Mr.  Gowen*  and  Mr.  Richardson,t  extending 
up  to  a  period  of  one  year,  tend  to  show  that  salt  in  a  quantity  corre- 
sponding to  at  least  io%  of  the  weight  of  the  water  does  not  lower  the 
ultimate  strength  of  ordinary  mortar.  The  time  of  setting,  however,  is 
considerably  lengthened  and  the  strength  at  short  periods  is  lowered. 
The  effect,  at  laboratory  temperature,  of  io%  salt  with  1:3  Portland 
cement  mortar  is  illustrated  in  the  following  table: 

Tensile  Strength  of  i  r^  Mortars  made  with  Fresh  and  Salted  Water. 

By  Charles  S.  Gowen. 

I  week.  X  mo.  3  mos.  6  mos.  9  mos.        la  mos 

Fresh  water  used 112  183  268  335  351  458 

Salted  water  used 68  131  215  266  301  413 

In  Mr.  Richardson's  experimentsj  smaller  percentages  of  salt  proved 
beneficial.  Portland  cement  mortar  in  proportions  i :  3,  mixed  with  4  and 
8  pounds  of  salt  per  barrel  cement  (corresponding  respectively  to  about 
2%  and  4%  of  the  weight  of  the  water),  gave  slightly  higher  tensile  strength 
than  the  unsalted  mortar  at  all  periods  from  7  days  to  one  year. 

Experiments  by  Mr.  E.  S.  Wheeler§  indicate  that  the  use  of  10%  of  salt 
tends  to  prevent  the  swelling  of  briquettes  in  the  molds,  even  if  the  speci- 
mens freeze. 

Practical  Proportion  of  Salt.    Since  in  practice  it  Is  impossible  to  tell 

how  low  the  temperaiure  will  fall,  before  the  concrete  sets,  Mr.  Thomp- 
son has  adopted  the  arbitrary  rule  of  2  pounds  of  salt  to  each  bag  of 
cement  to  be  used  when  the  temperature  is  expected  to  fall  several  degrees 
below  freezing,  and  if  experience  shows  this  to  be  insufficient  to  pre- 
vent the  frost  catching  the  surfaces,  3  pounds  of  salt  are  to  be  used. 

The  salt  can  be  added  most  conveniently  by  putting  it  into  the  mixing 
water.  To  determine  the  amount  of  salt  per  barrel  or  per  tankful  of 
water,  the  quantity  of  water  used  per  bag  of  cement  must  be  noced  and 
from  this  the  amount  can  be  readily  figured. 

Calcium  Chloride.  Experiments  indicate  that  calcium  chloride  added  in 
quantities  not  exceeding  2%  of  the  weight  of  the  cement  is  an  effective 
agent  for  lowering  the  freezing  point  of  the  concrete.  It  should  be  used 
with  caution,  however,  since  a  larger  quantity  than  this  is  likely  to  so 
hasten  the  set  as  to  make  the  concrete  difficult  to  handle. 

^Proceedings  American  Society  for  Testing  Materials,  1903,  p.  393. 
IReport  Metropolitan  Water  and  Sewerage  Board,  1903,  p.  iiz. 
jScc  page  283. 
§Report  Chief  of  Engineers,  U.  S.  A.,  1895,  PP*  ^9^  ^°  ^97^ 
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CHAPTER  XVII  i 


DESTRUCTIVE  AGENCIES 
FIRE  PROTECTION 


Tests  and  experience  have  proved  reinforced  concrete  to  be  the  best 
all-round  building  material  in  ability  to  resist  fire.  The  surface  of  the 
concrete  is  apt  to  be  injured,  but  the  main  body  and  the  imbedded  steel 
is  amply  protected  against  all  but  the  worst  fires.  Hence,  a  proper 
thickness  of  concrete  outside  the  steel,  over  and  above  the  section  re- 
quired to  carry  stress,  acts  as  fireproofing  during  the  fire  and  can  be 
replaced  or  repaired  if  necessary,  without  endangering  the  structure. 
Just  what  constitutes  a  proper  thickness  depends  upon  conditions  that 
vary  from  a  small  fire  in  an  out-of-the-way  passage  to  a  conflagration. 

In  members  of  little  importance,  liable  to  low  temperatures,  only 
M  inch  of  concrete  is  sufficient  protection  for  the  reinforcement;  for 
main  beams  and  columns,  liable  to  ordinary  fires,  i>^  to  2  inches  is 
needed;  for  slabs  Ji  to  i  inch  is  customary.  Where  there  is  a  pos- 
sibility of  such  an  intensely  hot  fire  as  that  in  the  Edison  plant  at 
West  Orange,  N.  J.,  in  1914,  it  is  not  economical  to  design  with  suffi- 
cient structural  protection  to  insure  against  structural  damage  and  an 
overhead  sprinkler  system  and  similar  protective  devices  should  be 
used.  The  question  as  to  whether  or  not  the  protective  covering  in 
colunms  should  be  taken  as  a  part  of  the  section  depends  upon  the 
conditions  to  which  they  are  to  be  subjected.  If  the  building  contents 
are  liable  to  be  inflanmiable,  at  least  iH  inches  should  be  considered  as 
protective  covering  and  not  included  in  the  effective  section. 

As  for  the  concrete  itself,  the  denser  and  richer  it  is,  the  more  effective 
is  its  resistance.  The  character  of  the  aggregate  has  a  good  deal  of  influ- 
ence; cinder  concrete  is  a  specially  good  non-conductor  of  heat,  but  too 
weak  for  important  work.  Of  the  stronger  aggregates,  trap  is  particu- 
larly good;  any  stone  containing  much  quartz  tends  to  split  and  cnmible, 
while  limestone  is  more  liable  to  disintegration.  In  the  design  certain 
precautions  are  feasible;  columns  can  be  built  circular  and  sharp,  pro- 
jecting comers  avoided  in  all  cases  as  far  as  possible,  so  that  the  flames 
cannot  attack  from  two  sides  at  once.  Hooping  will  keep  the  vertical 
column  steel  from  springing  in  case  the  concrete  spalls  off. 
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Repairs  in  Case  of  Fire.  In  ordinary  cases  the  repairs  to  buildings 
injured  by  fire  consist  in  removing  all  injured  concrete  and  replacing 
with  new  mortar.  To  repair  the  unusually  extensive  damage  done  the 
Edison  buildings*  it  was  necessary  to  remove  injured  concrete,  wind  the 
reduced  cross-sectional  area  with  closely  spaced  spiral  hooping — sup- 
ported by  vertical  spacing  bars — ^place  circular  column  forms,  and  fill 
with  mortar.  In  case  the  old  vertical  reinforcement  had  buckled  with 
the  heat,  new  bars  were  placed.  Where  complete  collapse  had  occurred, 
the  floor  above  was  jacked  up  and  a  new  column  built. 

THEORY  OF  FIRE  PROTEOTION 

Mr.  Spencer  B.  Newberry,  in  an  address  delivered  before  the  Associated 
Expanded  Metal  Companies,  Feb.  20,  i902,f  gives  the  following  explana- 
tion of  the  fire-proof  qualities  of  Portland  cement  concrete: 

The  two  principal  sources  from  which  cement  concrete  derives  its 
capacity  to  resist  fire  and  prevent  its  transference  to  steel  are  its  combined 
water  and  porosity.  Portland  cement  takes  up  in  hardening  a  variable 
Etmount  of  water,  depending  on  surrounding  conditions.  In  a  dense 
briquette  of  neat  cement  the  combined  water  may  reach  12%.  A  mixture 
of  cement  with  three  parts  sand  will  take  up  water  to  the  amount  of  about 
18%  of  the  cement  contained.  This  water  is  chemically  combined,  and 
not  given  off  at  the  boiling  point.  On  heating,  a  part  of  the  water  goes 
off  at  about  5oo®Fahr.,but  the  dehydration  is  not  complete  until  900°  Fahr. 
is  reached.  This  vaporization  of  water  absorbs  heat,  and  keeps  the  mass 
for  a  long  time  at  comparatively  low  temperature.  A  steel  beam^or  column 
embedded  in  concrete  is  thus  cooled  by  the  volatilization  of  water  in  the 
surrounding  cement.  The  principle  is  the  same  as  in  the  use  of  crystallized 
alum  in  the  casings  of  fireproof  safes;  natural  hydraulic  cement  is  largely 
used  in  safes  for  the  same  purpose. 

The  porosity  of  concrete  also  offers  great  resistance  to  the  passage  of 
heat.  Air  is  a  poor  conductor,  and  it  is  well  known  that  an  air  space  is  a 
most  efficient  protection  against  conduction.  Porous  substances,  such  as 
asbestos,  mineral  wool,  etc.,  are  always  used  as  heat-insulating  material. 
For  the  same  reason  cinder  concrete,  being  highly  porous,  is  a  much  better 
non-conductor  than  a  dense  concrete  made  of  sand  and  gravel  or  stone, 
and  has  the  added  advantage  of  lightness.  In  a  fire  the  outside  of  the 
concrete  may  reach  a  high  temperature,  but  the  heat  only  slowly  and 
imperfectly  penetrates  the  mass,  and  reaches  the  steel  so  gradually  that  it 
is  carried  off  by  the  metal  as  fast  as  it  is  supplied. 

*  Report  on  Fire  of  Edison  Phonograph  Works,  by  the  National  Fire  Protection  Aaaodation  and 
National  Board  of  Fire  Underwriters,  January  30, 19x5,  p.  34. 
t  Cement,  May,  xgoa,  p.  95. 
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TESTS  OF  FIRE  RESISTANCE 

Prof.  Ira  H.  Woolson  of  Columbia  University  has  made  several  series 
of  tests*  to  determine  the  effect  of  heat  upon  the  strength  and  elastic  proper- 
ties of  the  concrete  and  upon  the  thermal  conductivity  of  the  concrete  and 
the  imbedded  steel. 

Effect  niM>n  Strength.  Tests  to  determine  the  effect  of  heat  treatment 
upon  the  strength  and  elastic  properties  of  different  mixtures  showed  that 
the  trap  concrete  was  least  affected.  Concrete  two  months  old,  in  pro- 
portions 1 12:4,  the  crushing  strength  of  which  before  heating  was  about  2500 
pounds  per  square  inch  tested  in  7-inch  cubes,  after  being  subjected  to  a 
heat  of  1500°  Fahr.  for  two  hours  gave  a  strength  of  about  1000  pounds 
per  square  inch.  However,  since  this  reduction  in  strength  was  due  at 
least  in  part  to  the  reduction  in  the  effective  area  because  of  the  surface 
deterioration  (if  the  surface  was  injured  to  a  depth  of  i  J  inches  the  effec- 
tive area  would  be  reduced  from  49  sq.  in.  to  20  sq.  in.),  it  is  probable  that 
the  interior  of  the  blocks  was  affected  very  little.  The  concrete  made  with 
gravel,  which  in  these  tests  was  nearly  pure  quartz  having  a  high  coeffi- 
cient of  expansion,  was  affected  to  a  much  greater  extent.  Cinder  con- 
crete, which  showed  a  normal  crushing  strength  of  about  one-half  that  of 
the  trap,  after  heat  treatment  gave  a  corresponding  weakening. 

The  modulus  of  elasticity  of  the  concrete  was  always  greatly  reduced  by 
heat  treatment. 

GONDUGTIVITY  OF  CONCRETE  AND  IMBEDDED  STEEL 

As  a  result  of  the  conductivity  tests,  which  were  made  uf)on  specimens  of 
trap,  gravel  and  cinder  concrete  having  thermo-couples  for  measuring  heat 
transmission  imbedded  so  as  to  indicate  the  temperature  at  points  varying 
from  J  inch  to  6  inches  from  the  heated  face.  Prof.  Woolson  drew  the 
following  conclusions  rf 

All  concretes  have  a  very  low  thermal  conductivity,  and  herein  lies  their 
ability  to  resist  fire. 

When  the  surface  of  a  mass  of  concrete  is  exposed  for  hours  to  a  high 
heat,  the  temperature  of  the  concrete  one  inch  or  less  beneath  the  surface 
will  be  several  hundred  degrees  below  the  outside. 

A  point  2  inches  beneath  the  surface  would  stand  an  outside  temperature 
of  1500®  Fahrenheit  for  two  hours,  with  a  rise  of  only  500°  to  700°,  and 
points  with  three  or  more  inches  of  protection  would  scarcely  be  heated 
above  the  boiling  point  of  water. 

♦  Proceedings  of  American  Society  for  Testing  Materials,  VoL  V,  1905,  p.  335;  VI,  1906,  p.  433; 
VII,  1907,  p.  404. 
t  Proceedings  American  Society  for  Testing  Materials,  Vol.  VII,  1907.  p.  AfA, 
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The  fact  that  cinder  concrete  showed  a  higher  thermal  conductivity 
than  the  stone  concrete  would  indicate  that  its  well-known  fire-resistive 
qualities  are  due,  in  part  at  least,  to  the  incombustible  quaUty  of  the  cinder 
itself.    . 

The  thermal  conductivity  of  the  gravel  concrete*  was  fully  as  low  as 
that  of  the  trap,  but  the  specimens  of  gravel  concrete  cracked  and  crumbled 
in  many  cases  when  the  trap  and  cinder  specimens  under  similar  treatment 
remained  firm  and  compact. 

In  the  tests  on  the  conductivity  of  imbedded  steel  with  the  end  project- 
ing from  concrete,  Prof.  Woolson  found  practically  the  same  results  with 
concrete  from  all  three  aggregates.  With  the  temperature  of  the  end  sur- 
face of  the  concrete  and  the  projecting  end  of  the  bar  1700°  Fahrenheit, 
a  point  in  the  bar  only  2  inches  from  the  heated  face  of  the  concrete  developed 
a  temperature  of  only  1000°  Fahrenheit,  while  at  a  point  5  inches  in  the 
concrete  the  temperature  was  only  400°  to  500°,  and  at  8  inches  the  tem- 
perature reached  only  the  heat  of  boiling  water. 

From  these  results  Prof.  Woolson  concludes  that  "where  reinforcing 
metal  is  exposed  in  the  progress  of  a  fire,  only  so  much  of  the  metal  as  is 
actually  bare  to  the  fire  is  seriously  affected  by  it.  ** 

Tests  by  the  National  Fire  Protection  Associationf  in  1905  upon  beams 
8  inches  by  11 J  inches  by  6  feet  long,  of  different  kinds  of  concrete,  showed 
that  the  strength  of  rods  imbedded  i  inch  from  the  lower  surface  was 
reduced  about  25  per  cent  after  heating  to  a  temperature  of  2000°  Fahren- 
heit for  one  hour.  With  rods  imbedded  2  inches  a  similar  reduction  in 
strength  occurred  after  2  hours  and  20  minutes  heating,  and  the  strength 
of  the  concrete  was  appreciably  reduced  to  a  depth  of  4  inches  from  the 
sides  and  bottom. 

The  hardest  and  densest  mixtures  were  usually  the  poorest  conductors 
of  heat;  the  cinder  concrete  gave,  however,  a  slower  rise  of  temperature 
than  the  others. 

PROTECTION  OF  STEEL  FROM  RUSTING 

Concrete,  if  mixed  wet,  protects  steel  reinforcement  from  nutinff. 
The  wet  concrete  flows  around  the  steel  and  forms  a  thin  film  of  cement 
that  prevents  attack  by  impurities  in  the  atmosphere  or  in  the  aggre- 
gates. If  mixed  dry,  stone  or  cinder  pockets  will  form  along  the  steel 
in  which  rusting  is  liable  to  begin.    Cracks  due  to  load  or  to  tempera- 


*As  stated  in  connection  with  the  tests  on  preceding  page,  this  gravel  was  nearly  pure  quartz. 
In  other  tests^  concrete  with  gravel  containing  a  larger  percent  of  slate  or  other  similar  material 
has  given  much  better  results. 

■|"  Cement f  January,  1906,  p.  273. 
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11m  steal  to  aSanl  Hm  ailrhtfirt  daacar. 

In  razasg  buildings  reinforcing  and  structural  steel  imWided  for  many 
years  in  first-class  dcaase  concrete  has  been  found  in  perfect  condition. 

Tie  structural  steel  in  the  Boston  subway,*  iml^ded  for  twelve  years 
in  concrete  or  protected  by  tJie  cement  mortar  joints  of  brick  arches ;,  was 
found  upon  examination  during  changes  in  the  structure  to  be  free  from 
rust.  The  only  exception  to  this  was  vinder  the  rather  large  base  plates 
(21  hfy  24  inches)  of  columns,  where  a  thin  layer  of  rust  frequently  was 
found ,  haA^ing  tubercles  sometimes  J  inch  thick.  This  was  evidently  due 
to  the  settling  of  the  finer  parts  of  the  concrete  under  the  plates.  The 
small  base-plates  were  practically  free  from  rust. 

It  has  been  seriously  questioned  whether  the  minute  cracks  which  open 
in  a  concrete  beam  and  slab  even  under  loads  which  are  absolutelv  safe 
do  not  penmt  corrosion  of  the  steel  reinforcement.  Tests  by  A.  Probst f 
in  Germany,  in  1907,  indicate  very  conclusive!}'  that  steel  in  reinforced 
beams,  laid  in  ordinar\'  wet  concrete  used  in  practical  construction,  is  in 
no  danger  of  rusting  through  the  cracks  formed  in  the  concrete  under 
tension,  until  near  the  breaking  point  of  the  steel.  The  specimens, 
34  boms,  which  contained  both  plain  and  deformed  bars  and  rusted 
and  unrusted  steel,  were  subjected  in  loading  to  the  action  of  a  mixture 
of  oxygen,  carbon  dioxide,  and  steam,  for  a  period  of  from  3  to  12  days. 
Unprotected  steel  subjected  to  this  mixture  was  badly  rusted  in  two  hours. 
After  breaking  up  the  specimens  of  concrete  no  rust  was  found  even  on 
steel  stressed  to  its  elastic  limit,  although  some  was  discovered  on 
steel  stressed  nearly  to  its  breaking  point,  which  could  be  attributed  to 
large  cracks  extending  to  the  metal  and  uncovering  it. 

STECT  CMF*  ACIDS 

Dilute  acids  will  attack  green  concrete  and  prevent  its  hardening. 
Therefore,  if  concrete  is  to  be  laid  under  water  the  purity  of  the  water 
both  from  acid  and  strong  alkalis  must  be  determined.  The  discharge 
of  a  pulp  mill  into  a  river  may  prevent  the  hardening  of  concrete  bridge 
piers  built  in  the  river  below  the  mill,  but  concrete  that  is  well  cured 
will  resist  successfully  such  acids  as  those  in  sewage  even  if  quite  con- 
centrated. If  acids  from  factor}^  wastes  are  to  be  discharged  direct  to 
the  concrete  sewers,  special  investigations  are  necessary. 

*Penoo&l  cofTesDondeQce  with  Mr.  Howard  A.  Carson,  Chief  Engineer. 

t  Ktport  of  Uie  Royal  liepartoDent  of  Testing  Materials  in  Grobs  LichLeafelde,  West  Prussia 
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Manure  has  no  effect  on  seasoned  concrete,  although  it  is  liable  to 
injure  green  concrete. 

Strong,  concentrated  acids  will  attack  nearly  every  material  and  con- 
crete is  no  exception,  the  acid  acting  on  the  carbonate  of  lime  in  the 
cement.  Nevertheless,  mortar  is  used  either  alone  or  in  combination 
with  tile  as  a  lining  for  digestors  in  pulp  mills,  where  sulphurous  acid  is 
present  imder  high  heat  pressure,  and  ako  for  lining  acid  tanks.  An 
unlimited  supply  of  ground  water  containing  sulphuric  acid  will  in  time 
cause  complete  disintegration.* 

A  dense  rich  concrete  or  mortar  is  essential  in  resisting  acid  action. 
The  failure  of  sewage  tanks  in  one  or  two  cases  has  been  traced  to  poor 
concrete. 

EFFECT  OF  ALKALIES 

There  have  been  niunerous  failures  in  the  West  due  to  alkali  in  soil 
and  ground  water,  but  there  can  be  no  doubt  that  nearly,  all  are  due  to 
failure  to  recognize  the  conditions  and  provide  for  them.  A  permeable 
concrete  on  the  other  hand  allows  ground  water  to  filter  through,  de- 
positing salts  that  expand  when  crystallized  and  disintegrating  the  con- 
crete in  a  manner  similar  to  the  action  of  sea  water  described  by  Mr. 
Feret  on  page  272. 

EFFECT  OF  OILS 

Oils  and  fats — mineral,  animal,  and  vegetable — can  with  few  excep- 
tions be  safely  handled  in  buildings  of  first-class  concrete  that  >vas 
properly  set.  Floors  in  soap  factories  and  machine  shops  have  shown 
no  harmful  injury  in  many  years. 

In  certain  manufacturing  processes,  on  the  other  hand,  where  animal 
fats  are  heated  to  high  temperatures  concrete  has  been  badly  disinte- 
grated. Concrete  tanks  are  liable  to  attack  in  this  manner  and  floor 
slabs  above  the  tanks,  if  subjected  to  the  steam  or  vapor  from  the  tank. 
Cocoanut  oil  and  olive  oil  have  proved  destructive  in  tests.  Mineral 
oils  usually  have  no  effect.     Cold  lard  oil  has  no  effect. 

Mr.  Tochf  states  that  the  action  of  fat  or  vegetable  oil  is  due  to  expan- 
sion caused  by  the  formation  of  crystals  of  sterate  and  oleate  of  lime. 

References  to  detailed  accounts  of  the  action  of  acids,  alkalis,  and  oils, 
are  given  in  Chapter  XXXIII. 

*  New  York  Board  of  Water  Supply,  8th  Annual  Report,  19x3,  p.  56- 
t  Engineering  News,  April  20,  igos,  p.  419. 
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ELECTROLYTIC  ACTION 

Injury  to  reinforced  concrete  from  electrolysis  is  rare  in  practical 
construction,  and  much  of  the  damage  attributed  to  it  has  been  due  prob- 
ably to  other  causes.  Plain  concrete,  as  shown  by  tests  and  experience, 
is  never  injured.  The  danger  to  structural  steel,  even  if  encased  in  con- 
crete, is  greater  than  to  reinforced  concrete.  In  locations  where  electroly- 
sis is  liable  to  be  present,  certain  precautions  should  be  taken,  such  as 
insulating  electrical  transmission  and,  since  conduction  is  greatly  acceler- 
ated by  moisture,  in  making  the  concrete  water-tight. 

Exhaustive  tests  by  the  Bureau  of  Standards*  indicate  two  forms  of 
injury  from  electrolysis;  (i)  When  the  reinforcement  is  positive,  which 
occurs  when  the  electricity  flows  from  the  steel  to  the  concrete,  rusting 
the  steel  with  consequent  splitting  of  the  concrete;  (2)  When  the  rein- 
forcement is  negative,  the  current  flowing  from  the  concrete  to  the  steel, 
softening  the  concrete  around  the  steel  and  destroying  the  bond. 
This  softening  of  the  concrete  appears  to  be  caused  by  the  concentration 
along  the  steel,  under  the  action  of  the  current,  of  the  sodium  and 
potassium  in  the  cement  in  suflScient  quantities  to  attack  the  cement. 

High  voltages  (gradients  of  60  volts  or  more  per  foot)  are  necessary  to 
produce  enough  rusting  to  split  the  concrete;  on  the  other  hand  with 
a  negative  current  even  low  voltages  may  destroy  the  bond  to  the  steel 
and  this  action  is  not  easily  detected  until  actual  failure  begins.  In 
structures  liable  to  electrolysis  no  salt  or  calcium  chloride  should  be 
used  in  mixing  the  concrete,  since  the  rate  of  corrosion  is  increased 
many  hundreds  of  times  by  the  presence  of  these  materials  and  low  volt- 
ages therefore  may  be  dangerous. 

*  Paper  by  E.  B.  Roaa,  Burton  McCoUum  and  O.  S.  P«ters;  Journal-American  Concrete  Institute. 
November,  i9Z4« 
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CHAPTER  XVm 

WATER-TIGHTNESS 

Concrete  with  first-dass  workmanship  may  be  made  practically  im- 
permeable on  ordinary  construction  work  by  proper  proportioning, 
mixing,  and  placing,  and  no  other  means,  such  as  surface  coatings, 
foreign  ingredients,  or  membranes,  need  be  used.  Structures  that  are 
to  be  water-tight  require  special  skill  in  design  and  construction;  cracks 
must  be  prevented  or  at  least  controlled;  proportions  should  be  worked 
out  for  proper  density;  and  the  mixing  and  placing  must  be  handled 
with  care  and  skill. 

CONCRETE  FOE  WATERTIGHT  WORK 

To  secure  water-tight  work  it  is  important  to: 

(1)  Adopt  a  fairly  rich  mix.    (See  p.  2d8.) 

(2)  Proportion  afgrefstes  to  secure  a  dense  mixture.    (Seep.2960 

(3)  liSix  concrete  to  qnaking  or  wet  consistency.    (See  p.  298.) 

(4)  Place  concrete  carefully  to  avoid  stone  pockets.    (See  p.  299.) 

(5)  Lay  entire  structure  it  possible  in  one  operation,  without 

joints.    (See  p.  297.) 

(6)  n  joints  are  unaToidabley  clean  and  roof  hen  old  snrf  ace,  wet  it 

thoroughly,  and  coat  with  a  layer  of  neat  cemtat  paste. 
(See  p.  297.) 

(7)  Provide  for  contraction  in  long  stmctores  by  special  joints  or 

by  steel  reinforcement.    (See  p.  297.) 

(8)  For  oontinQoiis   structures  or  where  poor   workmanship  is 

feared,  introduce  membrane  waterproofing.    (See  p.  902.) 

If  leakage  occurs  through  concrete  walls  it  is  ahnost  invariably 
through  horizontal  or  vertical  joints,  through  cracks  caused  by  tem- 
perature contraction,  or  through  porous  stone  pockets  due  to  poor  con- 
struction. Wliere  these  difficulties  cannot  be  overcome  or  when  the 
damage  or  inconvenience  in  case  of  leakage  is  liable  to  be  considerable, 
it  is  economical  to  use  some  supplementary  method.  Of  the  three 
methods  in  general  use  mentioned  above,  textfle  or  felt  membranes 
coated  with  asphalt  or  tar  pitch,  although  expensive,  are  most  reliable, 
and  are  used  to  advantage  on  such  structures  as  subways  and  bridges 
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where  traffic  must  be  maintained.  (See  p.  302.)  The  use  of  certain 
foreign  ingredients  is  relatively  cheap  and  in  certain  cases  should  re- 
ceive consideration.  Nevertheless,  the  question  should  always  be 
considered  whether  the  ingredient  should  not  be  extra  Portland  cement. 
Surface  coatings,  with  a  few  exceptions,  are  of  doubtful  value.  A  plas- 
ter coat  mixed  with  some  ingredient  is  likely  to  split  off  and  is  expensive 
to  apply.  Both  integral  waterproofing  and  plaster  coatings  fail  in  the 
event  of  cracks. 

Design  and  construction  are  of  equal  importance  for  structures  that 
are  to  be  water-tight.  The  special  considerations  are  thickness  of  waU 
to  prevent  seepage,  reinforcement  to  reduce  effect  of  temperature 
contraction,  and  water-tight  joints,  proper  proportioning,  consistency, 
mixing,  placing,  and  curing. 

Thickness  of  Wall.  A  wall  properly  designed  to  resist  the  stresses 
is  generally  thick  enough  to  resist  percolation  of  water.  A  minimum 
thickness  under  any  condition  may  be  considered  as  6  inches,  so  as  to 
give  room  for  placing  of  reinforcement  and  proper  placing  of  the  con- 
crete around  it.  Examples  are  cited  in  Chapter  XXXIII  of  a  15-inch 
wall  sustaining  a  head  of  40  feet  of  water,  and  a  5^  foot  wall,  a  head  of 
100  feet. 

Reinforcement.  To  avoid  cracks  in  water-tight  construction  due 
to  unequal  settlement,  shrinkage  in  setting,  and  temperature  contraction, 
reinforcement  always  should  be  used  except  in  mass  work  where  special 
contraction  joints  are  provided.  The  cross-sectional  area  of  the  steel 
should  be  at  least  J  of  1%  of  the  gross  cross-section  of  the  concrete. 
Where  openings  occur  which  reduce  the  cross-section,  a  little  more  sleel 
not  simply  in  per  cent,  but  in  actual  cross-section,  should  be  used  than 
in  the  solid  slab  portion  of  the  wall,  because  there  is  less  concrete  to 
assist  in  taking  tension.  At  the  point  of  reduction  in  height  of  a  wall, 
additional  reinforcement  must  be  introduced  because  the  stress  at  this 
point  is  governed  by  the  cross-section  of  the  higher  wall. 

Expansion  Joints.  If  cracks  cannot  be  avoided  entirely  in  reinforced 
concrete  or  if  the  construction  is  of  mass  concrete,  expansion  joints 
must  be  provided.  To  make  the  joints  water-tight,  copper  or  sheet 
lead  flashing  has  been  used  in  dams,  subways,  and  walls.  In  reservoirs 
the  joints  have  been  filled  with  asphalt  and  the  joint  backed  up  by  a 
reinforced  beam  or  slab  to  prevent  the  water  pressure  forcing  the  asphalt 
out. 

Bonded  Joints.  To  avoid  percolation  through  horizontal  joints  be- 
tween two  days'  work,  the  surface  of  the  old  concrete  must  be  absolutely 
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cleaned  of  all  dirt,  scum,  and  laitance,  down  into  the  true  concrete. 
This  surface  must  be  thoroughly  soaked  and  immediately  before  laying 
the  fresh  concrete  a  layer  of  neat  cement  paste  (not  dry  cement)  must 
be  spread,  using  a  thickness  of  at  least  |  inch  to  J  inch,  and  the  new 
concrete  placed  before  this  has  begun  to  stiffen.  For  vertical  joints 
between  two  days'  work,  similar  procedure  is  necessary  in  addition  to 
the  reinforcement,  which  should  extend  through  the  joint  a  sufficient 
distance  for  a  complete  bond.     (See  Chapter  XXII.) 

Proportions.  On  important  work  it  is  advisable  to  make  special 
laboratory  tests  for  the  determination  of  the  best  available  materials 
and  the  proper  proportioning  and  grading  of  the  aggregates. 

Proportions  for  water-tight  concrete  range  usually  from  1:1:2  to 
i:  2J:  4^;  the  most  common  mixtures  being  i:  i|:  3  and  1:2:4.  With 
a  small  coarse  aggregate  up  to,  say,  ^  inch,  the  concrete  is  not  much 
better  than  a  mortar,  and  rich  proportions,  such  asi:i:2ori:iJ:3 
are  required;  while  with  a  coarser  stone,  up  to  say  ij  inch,  a  1:2:4 
mix  will  be  satisfactory.  A  stone  larger  than  this,  while  theoretically 
better,  requires  more  care  in  placing  to  avoid  stone  pockets. 

With  accurate  grading  by  scientific  methods,  such  as  are  described 
in  Chapter  X,  water-tight  work  has  been  obtained  with  proportions 
as  lean  as  i :  3:  7.  (See  p.  175.)  In  mass  work,  such  as  dam  construc- 
tion, the  authors  have  recommended,  where  fine  crushed  screenings 
are  available,  proportions  as  lean  as  i :  4:  7,  using  for  the  fine  aggregate 
specially  prepared  screenings  with  a  large  proportion  of  dust.  Lean 
proportions  have  the  advantage  over  a  richer  mix  of  less  shrinkage  on 
setting  and  therefore  less  tendency  to  crack.  A  finer  sand  is  permissible 
for  water-tight  construction  than  for  maximum  strength  because  in 
the  former  the  size  of  the  voids  rather  than  the  percentage  of  voids  is 
one  of  the  chief  factors. 

Proportioning  by  mechanical  analysis,  as  described  in  Chapter  X, 
is  the  best  way  to  produce  a  water-tight  concrete  with  the  leanest 
possible  mixture. 

Consistency.  The  maintaining  of  a  proper  consistency  is  one  of  the 
most  important  requirements  for  water-tight  work.  The  sluggishly 
flowing  consistency,  such  as  is  recommended  for  reinforced  concrete 
work  (see  p.  251),  is  also  best  for  water-tight  construction.  If  mixed 
too  dry,  the  mass  is  porous  and  will  permit  penetration  of  water  and 
also  the  formation  of  stone  pockets.  If  mixed  too  wet,  the  mortar  will 
run  away  from  the  stones,  leaving  stone  pockets,  the  cement  will  be 
chemically  affected  (see  p.  251),  and  there  is  a  tendency  to  form  laitance 
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an  the  surface  of  layers  or  even  through  the  mass,  which  pennits  the 
penetratian  cf  water. 

Tests  are  given  on  page  319  showing  the  effect  of  different  percentages 
of  water  on  permeability,  strength,  and  density.  For  TnaYimuTn  water- 
tightness  a  sii^tly  softer  consistency  than  medium  quaking  appears 
desirable. 

Mbmif  flie  Causrete.  Care  must  be  exercised  to  maintain  the  pro- 
portions accurately  for  every  batch.  Thorough  mixing  must  be  in- 
sisted upon.  Much  concrete  is  rushed  through  the  mixer  so  rapidly 
that  it  is  not  thoroughly  mixed,  and  an  unnecessaril}'  large  part  of  the 
cement  remains  unhydrated  and  inert. 

naemf  tiie  Ccmerate.  Special  care  must  be  exercised  in  transport- 
ing to  avoid  separation  of  the  ingredients.  Trowelling,  tamping,  or 
spading,  which  brings  the  cement  to  the  surface  (provided  the  mix  is 
not  wet  enou^  to  produce  laitance)  increases  the  surface  tightness. 
The  formatian  of  water-tight  joints  has  alread}'  been  referred  to  (see 
p.  297). 

Cminf  dmcnte.  To  avoid  shrinkage  and  the  formation  of  cracks, 
the  surface  should  be  protected  for  a  period  of  at  least  a  week  or  ten 

SFECSAL  METHODS  FOB  WATEBPBOOFING 

If  the  concrete  is  made  and  placed  in  accordance  with  the  recom- 
mendations on  pages  296  to  299,  no  additional  treatment  or  waterproof- 
ing is  required  except,  as  suggested,  for  wery  long  structures  where 
temperature  cracks  are  unavoidable  or  in  places  where  the  importance 
of  the  structure  or  the  danger  of  poor  workmanship  makes  the  extra  cost 
of  special  methods  jjermissible;  also  where  an  old  structure  made  with 
poor  concrete  must  be  waterproof,  spjedal  methods  must  be  employed. 

8UBFACE  TSEATMEKT 

Bnrfaoe  Wasfaas.  Surface  washes  in  general  have  been  found  in- 
effective.* Long  time  tests  showed  in  certain  cases  fair  results,  but 
indicated  the  necessity  of  additional  applications  from  time  to  time. 
Alum  and  lye  wash  has  been  used  by  the  U.  S.  Army  Engineers. 
C.  B.  Hegarbtf  employed  a  mixture  of  one  pound  concentrated  lye, 
2  to  5  pounds  alum,  and  2  pounds  water. 


*  See  Bieport  of  Coaunittee  oc  Walopnofing  MlrriaJB,  Piwrwling  Ammmn  Sodrty  for  T< 
itcridft.  Vol.  Xni.  ZQ13.  p.  4S9- 
tSfliMrt  of  Chief  of  Eitgiaoen.  U.  S.  A.,  zgo2,  p.  a^Ba. 
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Gmik.  F<Hr  a  surface  which  is  to  come  in  contact  with  water  and  be 
kept  wet  a  coating  of  cement  grout  i^read  on  with  a  brush  serves  to  fill 
surface  voids  and  tends  to  assist  in  preventing  penetration  of  water.^ 
This  is  worthless  if  exposed  to  the  air. 

Tiowdled  Sv&ce.  The  water-tightness  of  horizontal  or  inc^ned 
Layers  can  bcf  greatly  increased  by  trowelling  the  concrete.  This  brings 
the  cement  to  the  top  and  producesa  hard  dense  surface.  Whh  proper 
precautions  ior  bonding,  a  hard  troweDed  mortar  may  be  applied  also  to 
set  concrete,  and  if  the  concrete  is  not  too  porous  may  resist  pressure 
even  when  placed  on  the  back  of  the  walL  Hydrolithic  finish  is  a  special 
treatment  of  this  t\-pe. 

In  esqjerimenting  upon  the  permeability  of  cuucretes,  the  authors 
have  noticed  that  even  the  light  joggling  necessary  to  compact  a  wet 
concrete  and  the  spading  along  the  forms  increases  the  impienneability 
of  the  surface.  Even  after  chipping  off  the  tap  of  the  specimen  for  a 
depth  of  i  to  ^  inch«  the  flow  may  be  several  times  less  than  when  the 
pressure  is  directed  on  the  under  surface  of  the  concrete. 

Flasterinf .  Ordinary-  plastering  of  the  surface  is  usually  ineffective 
unless  it  is  placed  on  the  back  of  a  wall  and  an  additional  wall  of  brick 
or  concrete  built  up  against  it.  In  any  case  it  does  not  prevent  the 
formation  of  contraction  cracks.  In  constructing  a  subway  station 
on  the  Hudson  and  Manhattan  Railway  under  compressed  air,  a  2-inch 
mortar  coat  of  clay  and  cement,  one  part  finely  dixnded  clay  and  one 
part  Portland  cement,  was  placed  against  the  lagging  and  timbering 
of  the  tunnel  and  inside  of  this  the  concrete  lining  was  built.  The 
tunnel  was  water-tight  under  the  high  head  of  salt  water. 

Granoliftfaie  FlnislL  On  horizontal  or  inclined  surfaces  a  granolithic 
finish  of  mortar  may  be  laid  and  trowelled  as  in  sidewalk  construction, 
placing  it  immediately  after  the  concrete  is  laid. 

Parmffin.  Concrete  has  been  ettectiveh'  waterproofed  by  a  coaticg 
of  hot  paraffin.  On  the  Strawberry  Valley  Projectt  of  the  U.  S.  Recla- 
mation Ser\-ice,  concrete  subject  to  a  fluctuating  head  of  water  at  a 
temperature  of  5o^Fahr.  below  zero,  scaled  badly  and  it  was  necessary 
to  close  the  pores  of  the  surface.  The  hcHizontal  surfaces  were  cleaned 
and  paraffin,  boiled  to  drive  off  any  water,  was  applied  with  a  paint 
brush,  and  drivoi  into  the  pores  with  a  gasoline  torch. 

Atom  ind  Soap.    Vertical  surfaces  in  this  Reclamation  work  were 


Sec  J.  W.  Sd«ab,  TtamaatXiam  Smenam  Society  of  Cml  Eufcifrw,  Vol.  LI,  xqoi,  p.  133;  finfj- 
mi  .Vrvj.  DeooBber  s*  191 2<.  P^  1061;  and  ZcBtEtlblctt  der  Bumewaftmc  October  3, 1913. 
t  Emtiaunmt  .V«Br,  April  15.  1915,  P-  707. 
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water-proofed  with  successive  applications  of  alum  and  soap  solutions. 
The  alum  solution  consisted  of  2  ounces  of  alum  per  gallon  of  hot  water, 
and  the  soap  solution  of  }  pound  of  castile  soap  per  gallon  of  hot  water. 
The  alum  solution  was  applied  first  and  worked  in  with  a  stiflF  brush  and 
immediately  followed  by  the  hot  soap  solution.  The  temperature  of 
both  washes  was  maintained  at  100^  Fahr. 

INTEGRAL  WATEBPBOOFINO 

While  the  addition  of  cement,  that  is,  the  use  of  rich  proportions,  is 
usually  the  cheapest  kind  of  integral  waterproofing,  under  certain 
conditions  a  mixture  of  foreign  materials  is  beneficial  from  the  stand- 
point of  increased  water-tightness  or  economy.  One  result  of  the  intro- 
duction of  foreign  materials  is  the  necessity  of  more  thorough  mixing 
than  usual  and  part  of  the  benefit  may  be  attributed  to  this.  The 
U.  S.  Bureau  of  Standards,  after  an  extensive  series  of  tests,*  reports: 
"The  addition  of  so-called  integral'  waterproofing  compounds  will  not 
compensate  for  lean  mixtures,  nor  for  poor  materials,  nor  for  poor 
workmanship  in  the  fabrication  of  the  concrete.  Since  in  practice  the 
inert  integral  compounds  (acting  simply  as  void  filling  material)  are 
added  in  such  small  quantities,  they  have  very  little  or  no  effect  on  the 
permeability  of  the  concrete.  If  the  same  care  be  taken  in  making  the 
concrete  impermeable  without  the  addition  of  waterproofing  materials, 
as  is  ordinarily  taken  when  waterproofing  materials  are  added,  an  imper- 
meable concrete  can  be  obtained. " 

Hydrated  Lime.  The  addition  of  hydrated  lime  tends  to  reduce  the 
size  of  the  voids  and  increase  the  water-tightness  of  a  comparatively 
lean  mix.  It  also  "greases"  the  mortar  so  as  to  make  the  concrete  flow 
into  place  more  readily.  Whether  it  is  economical  to  use,  instead  of 
additional  cement,  must  be  determined  in  each  individual  case.  The 
percentage  of  hydrated  lime  to  use  varies  with  the  proportions  of  the 
concrete  and  the  character  of  the  materials.  Permissible  quantities 
in  practice  range  from  5%  to  15%  of  the  weight  of  the  cement. t  Hy- 
drated lime  paste  occupies  about  2  J  times  the  bulk  of  paste  from  the  same 
weight  of  Portland  cement.  It  is  therefore  eflScient  in  void  filling. 
Unslaked  lime  must  never  be  used  under  any  circumstances.  (See  p. 
172.) 

Pulverised  Clay.    Clay  when  finely  powdered  and  free  from  any  trace 

*  Tests  of  Waterproofing  Materials,  by  R.  J.  Wig  and  P.  H.  Bates,  Technologic  Paper  No.  3.  1912. 
t  "Permeability  Tests  of  Concrete  with  the  Addition  of  Hydrated  Lime,"  by  Sanford  E.  Thompson, 
Proceedings  American  Society  for  Testing  Materials,  Vol.  VIII,  xgoS,  p.  500. 
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of  vegetable  matter  acts  as  a  void  filler.  The  proportion  depends  upon 
conditions,  but  about  5%  of  the  weight  of  the  sand  is  generally  effective. 
Clay,  actmg  as  a  colloid,  in  combination  with  an  electrolyte  such  as 
alum  sulphate,  has  been  suggested*  for  increasing  water-tightness. 

Pulverized  Bock.  For  mortars  i :  3  and  leaner,  the  addition  of  finely 
pulverized  rock  increases  water-tightness  as  well  as  strength,  f 

Alum  and  Soap  Solution.  An  integral  mixture  of  alum  and  soap 
similar  to  the  mixture  described  for  surface  treatment  (p.  300)  *s  termed 
the  Sylvester  Process,  and  has  been  used  with  satisfaction  in  certain 
cases.f 

Mr.  Albert  Grittner  of  Budapest  reports§  successful  results  in  water- 
proofing concrete  with  an  8%  solution  of  potash  soap  substituted  for 
the  mixing  water. 

MEMBRANE  COATINGS  AND  ASPHALT 

Membrane  waterproofing,  consisting  of  one  or  more  layers  of  water- 
proof paper  or  textile  material  coated  with  tar  or  asphalt,  is  the  most 
expensive  treatment  for  waterproofing,  but  at  the  same  time  the  most 
reliable  where  absolute  security  is  required  and  especially  where  tem- 
perature cracks  are  apt  to  occur  as  in  subways  and  other  long  structures. 
It  has  the  advantage  of  being  to  some  extent  elastic  and  hence  permits 
a  certain  amount  of  expansion  and  contraction  without  cracking.  This 
is  not  true  of  surface  and  integral  methods.  On  the  other  hand,  leaks 
are  liable  to  occur  through  poor  workmanship  or  through  failure  under 
the  action  of  impurities  in  the  ground  water  and  when  this  occurs  the 
water  may  work  along  behind  the  lining  and  finally  penetrate  it,  fre- 
quently at  considerable  distances  from  the  original  leak.  Another 
disadvantage  is  that  in  subways  and  tunnels  membrane  waterproofing 
prevents  the  radiation  of  heat.  This  objection  proved  so  great  in  New 
York  subways  1 1  that  it  was  decided  to  omit  all  waterproofing  on  the 
roof  and  the  sides  down  to  a  point  2  feet  above  ground  water  line,  taking 
special  precautions  to  secure  a  good  water-tight  mix.  The  results  have 
proved  satisfactory.  Brick  laid  in  mastic  are  more  durable  than  paper 
or  fabrics  in  the  presence  of  gas  drip,  organic  matter,  and  other  injuri- 
ous materials. 

•  Richard  H.  Gaines  in  Transactions  American  Society  of  Civil  Engineen,  VoL  LDC,  1907,  pw  159. 

t  See  Chimie  Appliqufe  by  R.  Feret,  1897  pp.  477  and  493. 

tSee  Report  Chief  of  Engineers,  U.  S.  A.,  1901,  p.  918. 

§  International  Association  for  Testing  Materials,  191  a,  XV2. 

ii  F.  Lavis  in  Engineering  News,  November  5,  1914,  pp.  950  and  xzay* 
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3-ply,  the  second  roll  is  lapped  upoil  the  first  about  22  inches.  As  this 
is  unrolled  (in  the  same  general  direction  as  the  first  roll)  the  surface 
ahead  of  it  is  mopped  with  asphalt,  as  described  above.  A  third  roll  is 
immediately  started,  lapping  both  of  the  two  others,  and  so  on  for  the 
entire  width  of  the  surface  to  be  covered. 

A  waterproof  course  of  this  character  always  forms  a  distinct  joint 
in  the  mass,  thus  destroying  its  cohesion  upon  that  plane,  and  the  strength 
of  the  concrete  in  bending  on  the  two  sides  of  the  layer  must  be  con- 
sidered independently. 

LAWS  OF  PEBMEABIUTT 

The  following  conclusions  have  been  reached  with  reference  to  the 
permeability  of  concrete  and  mortar.  Many  of  these  are  based  on 
experiments  of  Messrs.  William  B.  Fuller  and  Sanford  E.  Thompson 
as  presented  in  the  paper  on  "Laws  of  Proportioning  Concrete"*  and 
in  the  paper  on  "The  Consistency  of  Concrete"!  ^y  Mr.  Thompson. 

(1)  The  permeability  or  flow  of  water  through  concrete  is  less  as  the 
percentage  of  cement  is  increased,  and  in  very  much  larger  inverse 

ratio4 

(2)  The  permeability  is  less  as  the  maximum  size  of  the  stone  is 

greater.  Concrete  with  maximum  size  stone  of  2|-inch  diameter  is, 
in  general,  less  permeable  than  that  with  i-inch  maximum  diameter 
stone,  and  this  is  less  permeable  than  that  with  }-inch  stone4 

(3)  Concrete  of  cement,  sand  and  gravel,  is  less  permeable  ^/ 
concrete  of  cement,  screenings  and  broken  stone;  that  is,  for  equal 
permeability,  a  slightly  smaller  quantity  of  cement  is  required  with 
rounded  aggregates  like  gravel  than  with  sharp  aggregates  like  broken 

stone4 

(4)  Concrete  of  mixed  broken  stone,  sand  and  cement,  is  more  per- 
meable than  concrete  of  gravel,  sand  and  cement,  and  less  permeable 
than  similar  concrete  of  broken  stone,  screenings  and  cement;  that  is, 
for  watertightness,  less  cement  is  required  with  .rounded  sand  and 
gravel  than  with  broken  stone  and  screenings4 

(5)  Permeability  decreases  materially  with  age4 

(6)  Permeability  increases  nearly  uniformly  with  the  increase  in 
pressure4 

*  Txansactions  American  Society  of  Civil  Engineers,  Vol.  LIX,  1907,  p.  67. 
t  Proceedings  American  Society  for  Testing  Materials,  Vol.  VI,  zgo6,  p.  358. 

t"Laws  of  Proportioning  Concrete,"  by  FuUer  and  Thompson,  Transactions  American  Society 
Civil  Engineers,  Vol.  LIX.  1907,  p.  72. 
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(7)  Parmeabilitrincreuesuthflthickiiesscrfthecooerete  decreases, 
bat  in  a  mach  lufer  inTene  ratio.* 

(8)  Of  mortars  c<mtaiaiiig  the  same  pereentage  of  cement  bnt  of 
variable  crannlometric  composition,  the  most  impermeable  are  those 
containing  eqnal  parts  of  coarse  crains,  G,  and  fine  grains,  F  (seep.  156), 
the  latter  inclndinc  the  cement.! 

(9)  Decomposition  by  the  passace  of  sea-water  through  mortars 
mized  in  equal  proportions  bj  veif ht  increases  as  the  sand  contains 
more  fine  grains.! 

(10)  Hedinm  and  fairly  vet  consistendes  produce  concrete  mneh 
more  vater-tif ht  than  dry  conaistendes,  and  slichUy  more  water -tifht 
than  Tery  wet  consistendes.  { 

(11)  The  stuface  of  concrete  as  molded  is  much  more  water-tifht  than 
the  bottom  of  a  specimen,  becatue  of  the  fine  material  which  rises  to  the 
topt 
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TESTS   OF  PERMEABIUTY 

Permeability  tests  are  made  by  forcing  water  under  the  desired  head 
gainst  one  surface  of  a  concrete  block,  the  block  being  so  confined 
that  the  only  outlet  for  the  water  is  through  the  block  and  out  of  the 
opposite  side.  A  successful  design  used  by  the  U.  S.Bureau  of  Stand- 
ards is  shown  in  Fig.  83,  p.  305.  The  water  is  confined  to  the  center 
of  the  face  by  rubber  gaskets  and  the  ^ecimen  itself  remains  in  its 
cast  iron  form  or  mold  during  the  test. 

Another  less  expensive  apparatus  designed  by  one  of  the  authors  is 
shown  in  Fig.  84.  The  pipe  is  enlarged  to  4  inches  diameter  to  give  a 
good  surface  of  concrete  and  to  permit  thoroughly  chipping  it,  while  at 
the  same  time  the  external  pipe  connections  are  small,  so  that  tight  joints 
can  be  made  readily.  The  walls  of  the  mold  may  be  coated  with  neat 
cement  as  well  as  the  bottom,  if  desired,  the  concrete  being  placed  in 
any  case  before  the  neat  cement  has  begun  to  stiffen.* 


£ 


FlO.  84. — Detail  of  Specimen  tor  Testing  Permeability.     (5m  f.  306.) 

In  testing,  allow  no  water  to  pass  along  the  face  of  the  specimen, 
between  the  concrete  and  the  mold.  Cut  down  the  surfaces,  through 
which  the  water  enters  and  leaves  the  specimen,  so  that  the  effect  of  the 
more  impermeable  skin  coating  will  not  confuse  the  results.  Make  the 
mix  uniform  and  to  insure  this  govern  the  size  of  the  specimen  by  the 
maximum  size  of  aggregate  and  use  enough  water  to  give  a  medium  wet 
mix  that  works  easily.  Use  a  slight  excess  of  fine  sand  to  prevent  large 
voids;  small  voids  are  less  likely  to  be  continuous  through  the  concrete. 
If  a  coating  of  neat  cement  is  used  on  the  sides  of  the  block  to  prevent 

<l  udopleil  in  nrlicr 
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the  escape  of  the  water,  the  coat  must  be  molded  with  the  concrete  or 
else  the  hardened  concrete  must  be  chipped  rough  and  soaked  with 
water  before  applying  the  paste.  Soak  the  specimen  24  hours  before 
testing. 

RESULTS  OF  TESTS  OF  PEEMEABIUTT 

The  following  tests  bear  out  the  foregoing  discussion  on  the  behaviour 
of  concrete  under  water  pressure. 

The  first  table  given  is  a  summary  of  tests  carried  out  by  the  Bureau 
of  Standards  and  shows  the  decreased  permeability  due  to  increase  in 
thickness,  rich  proportions,  and  age. 

Effect  of  Age,  Thickness,  and  Amount  of  Cement  on  Permeability  of  Concrete 

Summarized  from  tests  by  U.  S.  Bureau  of  Standards '  {See  p.  307.} 

Leakage  given  in  grams  per  minute  after  7  hours. 

Pressure  about  20  jMunds  per  square  inch.  Concrete  mixed  with  river  sand  and 
broken  limestone.     .A.rea  of  specimens  about  20  sq.  in. 


Specimens  a  inches  thick. 

Specimens  3  inches  thick. 

Proportions. 

Age  in  Weeks. 

Age  in  Weeks. 

4 

8 

36 

4 

8 

s6 

1:2-4 
1:3:6 
1:4:8 

grams 

0.628 
1. 140 
2.160 

grams 

0 
0 
2.02 

grams 
0 

grams 

moist 

0.25s 

10.280 

grams 

0 

0 

1.650 

grams 

0 
0 
12.040 

*Technok>gic  Paper  No.  3,  by  Rudolph  J.  Wig  and  P.  H.  Bates,  19x2,  p.  90. 

The  foregoing  results  as  regards  richness  check  those  obtained  by 
Messrs.  Fuller  and  Thompson  at  Jerome  Park  in  1906.  These  tests 
shown  in  the  following  table  indicate  that  (i)  Gravel  and  sand  make  a 
more  water-tight  mix  than  broken  stone  and  sand,  which  in  turn  is 
better  than  broken  stone  and  screenings;  (2)  Richness  of  mix  increases 
very  materially  the  water-tightness,  especially  in  the  case  of  broken 
stone  and  screenings:  (3)  Flow  increases  with  the  increase  in  pressure 
and  nearly  in  proportion  to  it. 

The  flow  in  these  tests  remained  nearly  constant  for  four  hours,  but 
the  water  was  pure  and  the  surface  of  the  concrete  clean.  In  practice 
these  conditions  do  not  hold,  and  the  seepage  through  concrete  may  be 
expected  to  decrease  regularly  as  the  pores  silt  up. 

Effect  of  Thicknefls  of  Concrete  Upon  Permeability.    Other  experi- 
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ments,  not  here  recorded,  indicate  that  the  rate  of  flow  increases  as  the 
thickness  of  the  concrete  decreases,  but  in  a  much  larger  inverse  ratio. 
Specimens  17  inches  in  length  in  proportion  1 16.5  by  weight  were  prac- 
tically water-tight,  whereas  specimens  of  half  that  length  were  not. 

Effect  on  Permeability  of  Percentage  of  Cement,  Character  of  Aggregate  and 

Pressure, 

By  Fuller  and  Thompson*     (See  p.  307.) 

Thickness  of  Specimens  18  inches.    Area  of  contract  36  sqtiare  inches. 

Maximum  diameter  of  stone  2  J  inches. 


PROPOR- 
TIONS BY 

PERCENTAGE 

OF  CEMENT 

TO  TOTAL  DRY 

MATERIALS 

KIND  OF  MATERIAL 

TIME  IN 

WHICH 

WATER 

APPEARS 

AFTER 
STARTING 
PRESSURE 

RATE  OF  FLOW  OF  WATES  IX 
GRAMS  PER  MINUTE,  AT  THE  FOL- 
LOWING PRESSURES,  PER 

WEIGHT 

Stone 

Sand 

SQUARE  INCH 

% 

min. 

• 

20  lb. 

40  lb.       CO  lb. 

£01b. 

I    :    II. 5 

8.0 

Crushed 
stone 

Screenings 

7 

25 

161 

237 

273 

I  :  9 

lO.O 

u 
u 

u 

3 

II 

24 

37 

49 

I  :  7 

12.5 

u 
u 

• 

u 

3 

15 

22 

30 

38 

I  :  5.8 

15-0 

u 
a 

u 

5-5 

5 

8 

10 

12 

I  :  8.8 

10.2 

Crushed 
stone 

Sand 

9 

4 

II 

17 

22 

I  :  6.9 

12.7 

u 
u 

u 

10 

2 

2 

3 

3 

I  :  5-5 

15-6 

u 
u 

u 

0 

0 

0.7 

1-4 

I  :  10.8 
I  :    8.4 

8-5 
10.  6 

Gravel 

u 

Sand 

u 

3 

17 

IS 
I 

25 

3 

38 

5 

43 
6 

I  :    6.5 

13.0 

u 

a 

100 

0 

0 

0 

0-5 

I  :     5-3 

15-9 

u 

1 

u 

98 

0 

0 

0 

1.4 

Effect  of  Size  of  Stone  on  Permeability 

By  Fuller  and  THOMPSONf     (See  p.  309.) 

Thickness  of  Specimens  18  inches.     Area  of  contact  36  square  inches. 
Aggregates,  crushed  stone  and  natural  sand. 


PROPORTIONS 
BY  WEIGHT 

PERCENTAGE  OF 
CEMENT  TO 
TOTAL  DRY 
MATERIAL 

MAXIMUM 

SIZE  OF 
STONE 

TIME  IN 

WHICH 

WATER 

APPEARS 

BATE  OF  FLOW  OF  WATER  IN  GRAMS 

PER  MINUTE  AT  THE  FOLLOWING 

PRESSURES  PER  8Q.  IN. 

% 

in. 

min. 

20  lb. 

401b. 

601b. 

801b. 

I  :  2.9  :  5.7 
I  :  2.9  :  5.7 
I  :  2.9  :  5.7 

• 

10.  2 
10.2 
10.2 

2i 

I 

J 

7 

26 
29 

I 
0 
0 

4 

5 
10 

8 
10 

17 

12 

IS 
20 

*  Transactions  American  Society  Civil  Engineers,  Vol.  LIX,  XQ07,  p.  133. 
t  Transactions  American  Society  of  Civil  Engineers,  Vol.  LIX,  1907,  p.  136. 
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CHAPTER  XIX 
STRENGTH  OF  PLAIN  CONCRETE 

The  strength  of  plain  concrete,  that  is,  of  concrete  without  steel 
reinforcement,  is  governed  primarily  by 
(i)  The  quality  of  the  cement. 

(2)  The  texture  of  the  aggregate.* 

(3)  The  quantity  of  cement  in  a  unit  volume  of  concrete. 

(4)  The  density  t  of  the  concrete. 

(5)  The  thoroughness  of  mixing. 

(6)  The  consistency. 

The  effect  of  the  percentage  of  cement  and  the  density  of  the  concrete, 
which  are  of  special  importance  to  the  user  in  determining  the  propor- 
tions of  materials  may  be  expressed  more  explicitly  as  foUows: 

(1)  W&  the  same  affregate  tiie  strangest  ocmcrete  is  tiiat  contaming 
flie  buTfest  pereentage  of  cement  in  a  gmn  lelome  of  cenerete,  the 
straiftti  Tarying  nearij  in  proportioii  to  tiiis  percentage. 

(2)  With  the  same  percentage  of  cement  bat  different  anrangements  of 
tiie  aggregates,  tito  strangest  concrete  nsoally  is  tliat  in  which  the  aggre- 
gate is  proportioned  so  as  to  grre  a  concrete  of  tiie  greatest  density,  that 
is  wifli  the  smallest  percentage  of  Toids.  In  many  cases  rdatire  den- 
sities nearly  corroi^ond  to  relative  weii^hls. 

The  amount  of  water  is  a  most  important  factor.  A  very  wet  mix 
will  give  a  concrete  two-thirds  or  less  as  strong  as  a  ccxicrete  of  medium 
consistency  made  of  the  same  materials.     (See  p.  315.) 

These  various  characteristics  and  others  are  discussed  in  this  chapter, 
which  takes  up  the  compressive  strength  of  plain  concrete,  the  tensDe, 
shearing,  and  transverse  or  bending  strength  of  concrete,  and  the  testing 
of  ccmcrete  ^lecimens. 

COMPBSSSIYE  STRENGTH  OF  CONCBETE 

A  compressive  strength  of  2  000  pounds  per  square  inch  may  be 
eiq>ected  of  first-class  ccxicrete  of  medium  ccmsistency,  in  proportions 
one  part  cem^it,  2  parts  sand,  4  parts  broken  stone  or  gravel,  at  the 
age  (rf  28  da3rs;  at  14  days  about  i  600  pounds  may  be  e^)ected,  and 

"The  woid  aggregate  is  defined  on  page  > 

t  The  mffunmg  of  density  is  fllnstiated  oa  paces  133  and  134. 
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at  7  days  about  i  3c»  pounds.  At  one  year  the  strength  increases  to 
about  3  500  pounds  and  at  two  years  to  about  4  000  pounds,  provided 
the  conditions  are  such  that  moisture  has  access  to  the  concrete.  In 
dry  atmosphere  the  increase  after  28  days  is  comparatively  small. 

The  compressive  strength  of  concrete  is  affected  by  the  characteristics 
of  the  cement.  Certain  cements  harden  faster  than  others,  giving 
higher  strengths  at  early  periods;  while  other  cements  harden  slowly 
but  eventually  obtain  strengths  as  high  or  higher  than  those  reached 
by  the  quicker  hardening  cements. 

The  strength  of  two  concretes  of  different  proportions  made  with 
the  same  cement  is  approximately  proportional  to  the  percentage  of 
cement  in  the  mixture  and  a  rough  idea  of  comparative  strengths  can 
be  obtained  from  this  rule.  More  exact  methods  of  determination  and 
the  various  conditions  affecting  the  strength  are  discussed  in  the  pages 
that  follow. 

In  considering  the  effect  of  the  amoimt  of  cement  upon  the  strength 
it  must  not  be  forgotten  that  the  character  of  the  aggregate  and  the 
relative  sizes  of  particles  affect  the  strength  to  a  marked  degree.  Fre- 
quently, by  projjer  selection  and  proportioning  of  aggregates  the  required 
strength  can  be  obtained  at  much  less  cost  than  by  increasing  the  amount 
of  cement. 

Sale  Strength  of  Concrete.  Working  unit  stresses  are  discussed 
fully  in  the  chapter  on  Design  of  Reinforced  Concrete.  The  p)ercen- 
tage  of  the  ultimate  strength  that  may  be  used  varies  with  different 
kinds  of  stress  and  the  character  of  the  structure.  For  different  pro- 
p>ortions  and  conditions  the  discussion  in  the  following  pages  may  be 
used  as  an  aid  to  the  j  udgment .  The  importance  of  the  structure  governs 
to  a  certain  extent  the  stresses  to  be  used  and  relatively  high  values 
frequently  may  be  used  with  conservatism.  Many  times,  however, 
concrete  that  will  ultimately  carry  very  hght  loads  must  be  strong  enough 
to  do  so  a  short  time  after  placing  and  a  much  richer  mix  and  larger 
sections  must  be  used  than  would  otherwise  be  necessar}'. 

Strength  of  Proportions  in  Practice.  In  selecting  proportions  to  use 
in  any  structure  the  strength  which  can  be  attained  at  the  required  age 
with  the  available  materials  must  be  considered.  In  some  cases  a 
high  strength  required  at  early  ages,  because  of  immediate  loading  or 
early  removal  of  forms,  mav  necessitate  a  richer  concrete  than  would 
be  selected  for  a  similar  structure  which  carries  but  little  dead  load  and 
does  not  receive  its  load  for  a  considerable  period  after  placing.  If  a 
wet  consistency  is  to  be  used  because  of  certain  conditions  of  economy 
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in  construction  due  allowance  must  be  made  in  determining  proportions 
for  the  relative  weakness  of  a  wet  mixture. 

The  refinement  to  which  proportioning  of  aggregatesshouldbecarried, 
in  accordance  with  Chapter  X,  must  be  governed  by  practical  consider- 
ations. It  is  wise  in  any  case  to  give  due  consideration  to  the  possi- 
bility and  to  figure  the  relative  costs  of  different  methods  of  treatment. 
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Ratio  Of  Pdrtscf  Cement  loTotal  Rartsof  all  Materials  Including  Cement 

Proportions  adopted  on  the  dash  line  are  those  giving,  for  average  con- 
ditions, MIXTURES  with    VOIDS   WELL    FILLED.      STRENGTHS  ARE 
BASED  ON   author's  FORMULA,  CONFIRMED  BY  TESTS. 

Fig.  85. — ^Approximate  Crushing  Strength  of  Concrete  of  the  Same  Materials  in 

Different  Proportions.     {.See  p,  313.) 


Diagram  for  Compressive  Strength.  The  approximate  relative 
strength  of  concrete  made  with  the  same  aggregates  in  diflFerent  pro- 
portions is  shown  by  the  diagram,  Fig.  85  page  312.  The  diagram  may 
be  read  in  terms  of  ultimate  strength  with  1:2:4  concrete  considered  as 
2  000  pounds  per  square  inch;  also  in  ratios  which  may  be  used  conveni- 
ently when  the  strength  of  the  i :  2:4  concrete  is  more  or  less  than  this. 
Vertical  lines  indicate  the  proportion  of  cement  to  total  material  in- 
cluding the  cement.  Thus  the  proportion  or  ratio  of  cement  in  the 
1:2:4  mixture  is  \  or  0.143. 

The  light  line  in  the  diagram  indicates  the  strength  for  standard 
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propcirlions,  using  approxhnately  twice  as  much  coarse  as  fme  aggregate. 
Far  rich  mixes  the  proportion  of  sand  ib  slighth'  decreased  and  fur  lean 
mixes  tiie  proportion  is  increased,  becaui>e  the  cement  actb  with  the 
sand  in  filling  tiie  voids  in  the  coarse  aggregate. 

To  find  tlie  compressive  strength  of  concrete  in  any  proportions  or 
tiie  ratio  of  strength  to  that  of  1:2:4  concrete,  select  the  proper  point 
in  tlie  diagram,  or  ehse  interpolate  between  values  given,  and  follow 
horizontally  to  the  left. 

for  fltottUgflKf  flflncnBte.    The  diagram  described  is  made  u\) 


from  a  formula  which  in  turn  is  based  on  a  large  number  of  tests.  'J'hc 
formula  is  useful  in  estimating  the  strength  of  other  proportions  tlian 
those  covered  in  the  diagram,  and  also  for  com{>aring  the  strength  o* 
special  mLxtures  and  materials  with  diJffer«it  percentages  of  voids,  llie 
formula  is  similar  in  a  general  way  in  form  to  Feret's  formula  for 
strength  of  mortar.  (See  p.  155.) 
Let 

P  =  compressive  strengtli  of  concrete  in  lb.  per  sq.  in. 

c  =  barrels  of  cement  per  cubic  yard  of  concrete. 

s  =  cubic  yards  of  sand  per  cubic  yard  of  concrete. 

g  =  cubic  yards  of  gravel,  or  stone,  per  cubic  yard  of  concrete. 

0.1  is  an  empirical  constant, 
if  =a  coefficient  var>'ing  with  the  strength  of  the  cement,  the 
texture  of  the  course  aggregate,  and  the  age  of  the  speci- 
men, but  constant  for  all  proportions  of  the  same  materials 
mixed  and  stored  under  similar  conditions.  A  table  of 
values  of  M  i.s  given  on  page  314. 

Vs  ^  voids  in  sand. 

Vg^  voids  in  gravel. 

i7<^  weiKPL  of  a  barrel  of  cement 

i.gs;  = = 

-'-  6-'.:  X  i-i  weigfti  c    u  cubic  iwoL  ot  waU'   />.  :»pccii!c  gravity  o.  «.j:iient 

Then 

i.QSr 


P^  M 


_27-  i.95r-  27  [u  -V)S  -^  u-  i'jg\ 


—  0.1 


(i) 


Assuming  the  s}>ecilic  gravity  of  cement  to  be  3.1,  tlie  sf>eciiH  gravity 
of  sand  and  stone  to  be  2.0-;.  and  tiie  voids  in  tiie  sand  and  stune  to  be 
each  46^6,  the  formula  Ijecome^ 


^  Afl  — —  . -0.1 

L  l^.^^'  -  c  —  7^8  K^  -r  g)  J 
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The  values  of  c,  s,  and  g  can  be  obtained  from  the  tables  of  quantities 
of  materials,  page  214,  or  may  be  computed  from  the  formulas  on  pages 
210  to  212. 

The  term  in  the  large  brackets,  that  is,  without  the  M,  may  be  used  as 
a  ratio.  The  values  of  the  coefficient,  M,  which  may  be  adopted  for 
different  conditions,  are  given  in  the  table  below,  and  when  substituted 
in  the  formula  give  P  in  terms  of  pounds  per  square  inch.  It  must  be 
understood  that  the  formula  is  only  correct  when  the  voids  of  the 
coarse  aggregate  are  filled  with  fine  aggregate  and  cement;  thus  the 
formula  would  not  be  correct  for  such  proportions  as  i :  i :  6,  in  which 
the  voids  of  the  coarse  aggregate  evidenUy  are  not  filled. 

Approximate  Values  of  Coefficient^  M^Jor  Use  in  Formulas  (i)  and  (2)     {See  p,  313) 

Note  that  these  are  not  strength  values 


VALUES  OF  OClBFnCIEMT  M 

Afe. 

Granite 

or  Trap. 

Gravel  or  Hard 
Limestone. 

Soft  Limestone  or 
Sandstone. 

Cinders. 

Consistency. 

Consistency. 

Consistency. 

Consistency. 

Medium. 

Very  Wet. 

Medium. 

Very  Wet. 

Medium. 

Very  Wet. 

Medium. 

\^ry  Wet. 

7<1. 

2  480 

I  360 

2   260 

I   220 

I   700 

920 

680 

370 

14  d. 

3  020 

I   780 

2   740 

I  610 

2  060 

I   210 

830 

490 

I  mo. 

3  780 

2  330 

3  440 

2   120 

2  580 

I   590 

I  040 

640 

3  " 

5  130 

2  790 

4  660 

2  540 

3  500 

I  900 

I  410 

760 

6  " 

5  870 

3  780 

s  330 

3  440 

4  000 

2  580 

I  610 

I  040 

lyr. 

6  700 

5  030 

6  080 

4  S70 

4  SSO 

3  420 

I   840 

I  380 

For  small  sized  stone,  say  ^  inch  maximum,  the  values  should  be 
reduced  about  20%. 

Example:  What  approximate  strength  at  the  age  of  six  months  may  be  expected 
of  a  granite  concrete  of  medium  consistency  in  proportions  1:2:5  made  with 
special  aggregates,  the  sand  having  46%  voids  and  the  stone  40%  voids  ?  The 
specific  gravity  of  the  cement  is  3.1  and  a  barrel  of  4  cubic  feet  weighs  376  pounds. 

Solution:  From  Quantity  Tables  on  page  214  the  proportions  require  x.26  bar- 
rels cement ;  0.37  cubic  yards  of  sand ;  and  0.93  cubic  yards  of  stone.  From  the 
table  on  page  314  we  find  the  value  of  the  co-efficient,  M,  to  be  5870.  Substituting 
these  values  and  also  the  voids  in  formula  (i )  gives 

r 2^46 ^^1 

^  ^^  L  27  —  2j^  —  27  [  (i  -  0.46;  0.37  4-  (l  —  0.40)  0.93] ""    J 

or  P  —  2950. 
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From  study  of  a  lai^e  number  of  actual  tests  of  concrete  specimens » 
confirmed  by  numerous  tests  of  concrete  cut  out  of  completed  structures, 
it  is  possible  to  present  approximate  values  for  the  strength  that  ma\' 
be  expected  with  difierent  proportions  of  mixtures.  These  strengths 
are  based  on  a  fair  quahty  of  aggregateand  commercial  Port  land  cement. 
Strengths  are  given  for  two  difierent  consistencies:  '  1 )  medium,  which 
may  be  assumed  to  include  not  only  a  plastic  mix  but  a  mix  of  a  con- 
sistency of  ver}'  thick  p>ea  soup  in  which  the  coarse  aggregate  will  not 
separate  from  the  mortar  in  ha-ndlinp  or  in  fiowing  down  a  slope,  in 
fact,  a  mix  just  wet  enough  to  fiow  ver\-  sluggishly  into  the  forms  and 
around  the  steel  in  reinforced  concrete  cpnstruction;  and  (2)  very  wet, 
or  sloppy  consistency  representing  a  ver\'  wet  mixture  in  which  the  mor- 
tar readily  separates  from  the  stones.  These  of  course  are  simply  rela- 
tive terms,  the  strength  gradually  decreasing  with  the  addition  of  water 
as  soon  as  the  sluggishly  flowmg  consistency'  is  passed.  With  accurate 
grading  of  the  aggregates,  as  stated  on  page  310,  the  strength  may  be 
increased  without  additional  cement.  Relation  of  strength  as  affected 
by  different  coarse  aggregates  is  indicated  in  the  table  on  page  316- 
A  dr\-  mixed  concrete  is  somewhat  stronger  at  the  age  of  one  month,  but 
approximately  the  same  at  the  age  of  six  months,  as  the  medium  con- 
sistency'. Conditions  of  storage,  as  indicated  on  page  320,  may  appreci- 
ably affect  the  growth  in  strength. 

The  following  table  presents  the  approximate  strength  that  may 
be  expected  of  first-cisLSs  concrete  of  different  proportions,  ages,  and 
consistencies,  tested  in  cylinders  8  inches  in  diameter  by  16  inches  high. 
Instead  of  assuming  nominal  proportions,  where  the  volume  of  sand  is 

Appraximaic  Compressive  Strength  of  Concrcir  With  Coarse  Agfircgaie  such  as  Gravel, 

Granue,  m  Hard  Limesianc.     {Sec  p.  315.* 


Medium  CuDsisteocy. 

1 

\er\*  Wcl  Consistency. 

Age  i  mu. 

Apr  ^  mo. 

Age 

I  mo. 

Age  (•  mo. 

lb    per  sq    in. 

lb.  jicr  SQ    1x1. 

lb    iwrr  sg    in 

lb    i>er  sCi    m 

i:  1:  25 

3  240 

1 

I 

990 

3    200 

i:ii-3-i 

2    470 

3  ^30 

I 

520 

2   480 

1:2:4 

2    OCX) 

3  100 

I 

230 

;  010 

1:2^:4! 

I     050 

2  500 

1 

020 

1  boo 

i-3o 

I    soo 

2  320 

920 

I  500 

1:4:7 

I    OOO 

I   640 

650 

I  060 

1 
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one-half  that  of  the  stone,  more  practical  relations  are  chosen  which 
allow  for  the  effect  of  the  cement  and  sand  in  filling  the  voids.  The 
values  agree  with  the  formula  given  on  page  313  and  with  Fig.  85, 
page  312. 

Mazimum  Strengths.  Recommended  by  the  Joint  Committee.  The 
Joint  Conmiittee  on  Concrete  and  Reinforced  Concrete,  recommend 
the  following  maximum  values  for  ultimate  strength  to  be  used  in  de- 
sign. To  use  for  working  stresses  and  to  allow  a  sufficient  factor  of 
safety,  these  of  course,  must  be  multiplied  by  the  required  percent- 
ages.    (See  Chapter  XXII.) 


Limiting  Strengths  of  Different  Mixtures  of  Concrete  Suggested  by  Joint  Committee 

(In  Pounds  per  Square  Inch) 


Aggregate. 


Granite,  trap  rock 

Gravel,  hard  limestone,  and 

hard  sandstone 

Soft  limestone  and  sandstone. . 
Cinders 


x:i:2 

x:xi:3 

1:2:4 

x:a|:S 

3  300 

2   800 

2    200 

I  800 

3  000 

2    SCO 

2   COO 

I  600 

2    300 

z  800 

I  soo 

z  200 

800 

700 

600 

500 

1:336 


z  400 

z  300 

z  000 

400 


Relation  of  Percentage  of  Cement  to  the  Strength  of  the  Concrete. 

As  already  stated,  the  strength  of  a  concrete  varies  approximately  with 

Comparative  Density  and  Strength  of  Similar  Concrete  with  Different  Percentages 
of  Cement  and  2i'inch  Stone  Graded  as  an  Ellipse  and  Straight  Line 

By  Fuller  AND  Thompson.     (Seep.  3Z6.) 


Matkriala. 

Denbxtt  with  Different 
Percentaoes  of  Cement* 

Modulus    of 
Rupture  at  90 
Days,  Different 

PBRCENTAQEa  OF 

Cement.* 

Compressive  Strength 
AT    X40   Days,    Dif- 
ferent   Percentagbp 
OF    Cement. 

Stone. 

Sand. 

8% 

10% 

12^% 

15% 

8% 

10% 

"i 

x5% 

8%|  10% 

"i% 

xS% 

Crushed 

Screenings 

14 

M 
M 
M 

Sand 

M 
M 

0.829 

i&t 

980 

11 

0.846 

aSo 

X   X29 

a 

0.832 

24S 

x/»   6 

u 

0.839 

326 

X  634 

H 

0.87X 

163 

990 

Gravel 

0.855 

245 

X  7x5 

u 

0.865 

307 

X  890 

H 

0.867 

339 

. . . . 

3  04c 

1 

Averages 

o.85oi 

o.85o 

0.848 

0.853 

176 
176 

248 
aao 

276 

33a 
330 

98S 
985 

I  428 

X2  30 

x654 
X  S40 

X   837 

Strenfrth  i 
centage 

S%cem 

computed  as  proportional  to  the  per- 

of  cement,  oased  on  strength  with 

ent 

1  8Sv 

*  In  gravel  and  sand  mixtures  the  percentage  by  weight  of  cement  was  increased  in  each 
to  balance  the  difference  in  specific  gravity  between  this  and  the  crushed  material. 
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the  percent^e  of  the  cement  in  the  mass  so  that  this  relation  noay  be 
used  as  a  rough  guide  for  practical  purposes.  The  preceding  Laoie  gives 
the  results  of  the  Jerome  Park  tests*  by  Messrs.  Fuller  and  Thompson, 
where  the  density  of  the  concrete  was  maintained  nearh-  constant. 
The  actual  compressive  strength  and  also  the  modulus  of  rupture  is 
low  because  a  very  wet  mixture  was  used  in  making  up  the  specimens. 
In  these  tests,  the  strength  of  the  concrete  with  screenings  was  less 
than  with  sand. 


4^00 


0  7  t4Zli&Datfs    ZHo. 

^e  at  Ttme  of  Breaking 

Fig.  86. — Growth  in  Strength  of  Concrete  of  Wet,  Normal,  and  i>ry 

Consistencies.     (6>e  p.  318.) 


Sleet  of  Cosuisteiicy.  The  reduction  in  strength  of  concrete  by  the 
use  of  an  excess  of  water  is  ver>'  marked.  Tery  wet  concrete,  such  as  is 
sometmies  used  in  practice  in  order  to  flow  down  a  chute  of  flat  slope, 
never  attains  the  strenirth  secored  by  a  more  plastic  nuztore  and  shonld 
never  be  naed  where  normal  strenifth  is  required  by  the  design.  Tests 
and  expedenoe  show  that  even  lor  reinforced  concrete  building  construe- 
turn  it  is  possible  to  nse  a  very  slow  flowing,  sluggish  consistency  that 
will  ffll  the  forms  and  imbed  the  steel  witlumt  being  so  skw^y  as  to 
deet  appreciably  the  nUmate  strength.     (See  p.  250.) 

Concrete  made  with  a  dry  mixture  attains  higher  earl\'  strength 
than  mediiun  consistency  up  to  the  age  of,  say  6  weeks,  when  it  is  apt 
to  be  overtaken  and  passed  by  the  wetter  mix.  In  scarcely  any  case, 
therefore,  is  it  wise  to  use  in  practice  a  mixture  in  which  the  concrete 
requires  appreciable  tamping  to  bring  the  mortar  to  the  surface. 

*  Transactions  American  Society  of  Civil  Engineers,  Vol.  LIX,  p.  67,  1907. 
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The  relative  strength  of  very  wet,  medium,  and  dry  mixed  concrete 
at  diflFerent  ages  is  shown  in  Fig.  86,  page  317.  These  tests  are  based 
on  experiments  made  by  various  laboratories  under  the  direction  of  the 
Aggregate  Committee  of  the  American  Concrete  Institute.* 

The  curves  in  Fig.  87  are  plotted  from  experiments  by  the  authorsf  upon 

the  strength,  density  J,  and  permeability  of  the  concrete  mixed  with  diflFerent 
percentages  of  water.  In  the  three  curves  the  points  of  maximum  density, 
strength  and  water-tightness  all  lie  not  far  from  the  medium  quaking  con- 
sistency, although  for  maximum  water-tightness  a  still  softer  consistency 
appears  to  be  slightly  more  eflScient. 

These  tests  further  indicate  that  (i)  the  consistency  which  will  pro- 
duce the  densest  concrete  will  result  in  the  greatest  ultimate  strength  pro- 
vided an  excess  of  water  is  not  employed;  (2)  dry  mixtures  attain  highest 
strength  at  short  periods,  but  mixtures  of  quaking  consistency  approach 
the  dryer  specimens  after  longer  setting;  (3)  very  wet  mixtures, especially 
of  lean  proportions,  may  be  chemically  injured,  by  excess  of  water. 

Effect  of  "Laitance."  Whenever  concrete  is  laid  under  water,  the 
water  is  likely  to  be  clouded  by  what  appear  to  be  particles  of  cement 
floating  up  from  the  mass  which  is  being  laid.  This  whitish  substance 
is  generally  termed  "laitance."  A  similar  formation  occurs  on  the 
surface  of  concrete  laid  with  too  much  water. 

The  authors  have  found  serious  defects  in  structures  in  which  the 
concrete  was  laid  by  chuting  with  a  large  excess  of  water.  At  the  top 
of  the  basement  columns  in  one  completed  six-story  structure  was  found 
a  thickness  of  laitance  varying  from  ^-inch  to  4  inches,  which  had  to  be 
cut  out  and  replaced. 

Chemical  and  microscopical  analyses,  which  Mr.  CliflFord  Richardson 
has  very  kindly  made  for  us,  show  that  this  laitance  has  nearly  the  same 
chemical  composition,  §  except  for  a  large  loss  on  ignition,  as  normal  Port- 
land cements,  but  consists  largely  of  amorphous  material  of  an  isotropic 
nature, — that  is  to  say,  it  does  not  aflfect  polarized  light,  and  has  almost 
no  setting  properties. 

It  is  evident,  therefore,  that  when  concrete  or  mortar  is  laid  under  water, 
or  with  a  large  excess  of  water,  a  portion  of  the  cement  is  rendered  incapable 
of  setting,  and  the  strength  of  the  mass  is  consequently  reduced  in  propor- 
tion to  this  loss.     The  conclusion  is  naturally  reached  that  for  concrete 

*  Report  of  Committee  on  Specifications  and  Methods  of  Tests  of  Concrete  Materials,  Sanfovd  EU 
Thompson,  Chairman,  Journal  of  American  Concrete  Institute,  October-November,  1914,  p.  4aa. 
t  Proceedings  of  American  Society  for  Testing  Materials,  Vol.  VI,  1906,  p.  358. 
X  See  p.  xo  for  definition  and  p.  149  for  method  of  determining  density. 
§  See  p.  2$!. 
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laid  under  water,  or  in  locations  where  a  large  excess  of  water  is  required 
in  mixing,  a  higher  percentage  of  cement  than  usual,  about  one-sixth 
more,  should  be  employed. 

A  lian  raiiture  has  been  found  to  be  more  seriously  Injured  by  an  excess 
of  water  than  a  rich  one,  probably  because  the  water  has  a  greater  oppor- 
tunity to  penetrate  the  mass,  and  therefore  to  dissolve  the  cement. 


PERCENT  WATER  TO  TOTAL  WEIGHT  OF  DRY  MATERIAL 

Fic.      87. — Comparative  Permeability,  Strength  and  Density  of  i  laj  :4j 

Concrete,  mixed   with    Different  Percentages   of   Water, 

By  Taylor  and  Thompson.     {See  p.  318.) 

AUchina  Tersns  Hand  Mixed  Concrete.    Machine  mixed  concrete  on 
actual  work  and,  when  properlv  handled,  in  the  laboratory,  may  be 
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counted  on  for  greater  strength  and  uniformity  than  hand-mixed  con- 
crete. In  mixing  laboratory  spiedmens,  however,  it  is  difficult  when 
a  few  sp>ecimens  are  made  at  a  time  to  pre\'ent  the  cement  and  mortar 
sticking  to  drum  of  mixer  and  thus  influencing  the  proportions.  Tests 
of  a  large  number  of  6-inch  cubes  of  i :  2 : 4  concrete  by  the  University 
of  Illinois*  gave  an  average  of  2  200  pounds  per  square  inch  for  hand- 
mixed  specimens  and  2  800  poimds  per  square  inch  for  machine  mixed 
specimens. 

Tests  by  the  authors  of  laboratory-made  specimens  in  comparison 
with  specimens  taken  from  the  mixer  on  the  job  show  that  with  first- 
class  workmanship  the  laboratory  specimens  are  representative  of  the 
job  concrete  made  with  the  same  material.  Furthermore,  sp)ecimens 
of  concrete  cut  from  actual  structures  usually  show  higher  strength  than 
sp>ecimens  taken  either  in  the  field  or  mixed  in  the  laboratory. 

Comparalive  Strength  of  Concrete  at  Different  Ages  and  Consistencies  Stored  Under 

Different  Conditions.^ 

Each  Value  b  an  Average  of  four  6  by  6-uich  Cylinders.    PioporticHis  i :  2 : 4  by  weight. 

Xonnal  Consistency 

Tests  at  University  of  Ulinob. 
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Effect  of  Corinir  on  Strength.  Tests  indicate  a  marked  efi«ct  on  the 
strength  of  concrete  by  the  manner  of  curing.  If  specimens  are  kept 
in  the  dry  air  of  the  laboratory,  comparatively  little  gain  in  strength 
is  evidenced  after  the  age  of  28  days.    Results  of  tests  at  the  Uni- 


*  Univenity  of  Ulinois,  Bulletin  No.  71,  p.  176. 

t  Journal  American  Concrete  Institute,  October-November,  1914.  p.  435. 

I  Made  from  dry  stooe;  for  all  other  test  pieces  the  stone  had  been  thoroughly  wet  before  mixing. 
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versity  of  Illinois  with  specimens  cured  under  different  conditions  are 
indicated  in  the  following  table.  Although  such  tests  have  not  yet 
been  carried  far  enough  to  determine  the  effect  on  actual  structures, 
the  results  show  that  a  dry  atmosphere  should  be  taken  into  account  in 
the  construction  of  any  structure  which  is  to  be  closed  from  the  weather 
at  an  early  period.  Certain  temporary  properties  are  noticed  in  con- 
crete subjected  alternately  to  wet  and  dry  conditions.  For  example, 
a  loss  in  strength  is  noted  in  air-cured  specimens  when  first  placed  in 
water,  but  the  strength  is  gradually  regained  after  soaking.* 

QBOWTH  IN  STRENGTH  OF  CONCRETE 

Long-time  compressive  tests  of  concrete  indicate  a  fairly  uniform 
growth  in  strength  with  no  such  falling  off  with  age  as  is  frequently 
observed  in  tensile  tests  on  neat  cement  and  sometimes  in  mortar 
briquets.  In  Fig.  88,  page  321,  is  plotted  an  average  curve  showing  a 
growth  in  strength  representing  some  fifteen  series  of  tests  carried  out 
in  the  United  States,  France,  and  Germany.  The  curve  extends  to  the 
age  of  3i  years,  and  tests  as  far  as  9  years  show  a  further  slight  increase. 

Important  in  practical  construction  is  the  fact  that  the  strength 
at  3  years  is  more  than  twice  the  strength  at  28  days. 

For  laboratory  tests,  the  ratio  of  strength  at  7  and  14  days  is  of 
interest  as  forming  a  basis  for  short-time  tests  when  such  are  necessary 
to  obtain  advance  information  on  aggregates  or  on  special  conditions. 

Comparison  of  various  tests  indicate  no  marked  variations  in  growth 
with  different  proportions  and  different  aggregates.  Variations  due  to 
consistencies  are  referred  to  on  page  317,  and  the  effect  of  storage  on 
page  320.  A  weak  aggregate  (see  page  323)  may  limit  the  ultimate 
strength. 

EFFECT  OF  AGGREGATES  UPON  THE  STRENGTH  OF  CONCRETE 

Effect  of  Size  of  Coarse  Aggregate.  The  larger  the  maximum  size  of 
coarse  aggregate,  the  higher  the  strength,  with  other  conditions  similar. 
In  Fig.  89,  page  323,  are  shown  the  results  of  tests  by  Messrs.  Fuller 
and  Thompson,!  which  show  the  increase  in  strength  as  the  stones 
increase  from  J  to  2J  inch,  maximum  size.  These  tests  and  other 
series  show  that  this  increase  in  strength  is  due  primarily  to  increased 

*  Prof.  J.  L.  Van  Orman  in  Transactions  of  American  Society  of  Civil  Enguieers,  Vol.  XXVII,  19x4, 
p.  438. 

t  Transactions  American  Society  of  Civil  Engineers,  Vol.  LIX,  p.  67,  xgo?. 
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density  with  the  larger  size  stone.  The  tests  show  that  with  ^-inch 
stone,  one-third  more  cement  is  needed  than  when  the  wiaximnm  gize 
of  stone  is  2}  inch,  and  with  1-inch  stone,  one-sixth  more  cement  is 
needed  than  with  2^  inch,  assuming  in  both  cases  similar  grading. 

The  selection  of  maximiun  size  of  particles  is  apt  to  be  made  from 
practical  considerations  rather  than  the  strength  of  the  concrete.  For 
mass  concrete,  a  maximum  of  3-inch  is  customary,  although  6  and  even 
8-inch  stone  has  been  put  through  amixer  with  satisfactory  results.  For 
reinforced  concrete,  a  limit  of  i  to  ij-inch  maximum  size  is  necessary 
in  order  to  properly  flow  around  the  steel.  For  face  walls,  washed  or 
picked,  a  better  appearance  is  secured  by  limiting  the  maximum  size 
to  I -inch. 
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Fig.  89. — Comparative  Density  and  Strength  of  Concrete  made  from  Broken 

Stone  of  different  Maximum  Sizes.     Proportions  1:3:6. 

Age,  140  Days.     {See  p.  322.) 

Effect  of  Quality  of  Stone.  Weak  aggregates  eventually  limit  the 
ultimate  strength  of  the  concrete  because  a  thoroughly  hardened  con- 
crete will  break  through  the  coarse  aggregate  instead  of  pulling  out 
the  stone. 


324  A  TREATISE  ON  CONCRETE 

It  is  evident,  therefore,  that  the  strength  of  the  stone  is  an  im- 
portant requirement  and  furnishes  an  indication  of  its  value.  In 
general,  furthermore,  the  strength  of  the  stone  varies,  at  least  to  a  par- 
tial degree,  with  its  specific  gravity.  A  stone  of  heavy  specific  gravity, 
therefore,  can  be  expected  to  produce  in  general  a  stronger  concrete. 
The  compressive  strength  of  stone  varies  from  5  000  to  20  000  lb.  per 
sq.  in.  according  to  the  texture.  The  approximate  strengths  of  con- 
crete with  diflFerent  coarse  aggregates  are  given  on  page  316. 

Qravel  Versus  Broken  Stone.  Comparative  tests  of  concrete  made 
with  broken  stone  and  with  gravel  in  the  same  proportions  by  volume 
show  almost  always  that  concrete  made  from  hard  broken  stone  such 
as  trap  gives  higher  compressive  strength  than  concrete  made  with 
gravel.  This  appears  to  be  the  rule  not  only  when  the  materials  are 
mixed  by  measured  volumes  regardless  of  the  percentage  of  voids,  but 
also  when  the  broken  stone  and  gravel  are  each  screened  to  substantially 
the  same  size.  The  choice,  however,  between  the  two  aggregates  is 
more  often  a  matter  of  relative  cost  and  availability  than  of  the  actual 
strength  value,  because  the  difference  in  strength,  which  usually  is  not 
above  8%  to  10%,  is  not  likely  to  be  enough  to  be  the  governing  factor. 
Furthermore,  gravel  makes  a  smoother  mix  so  that  the  stones  slip  into 
place  without  so  much  tendency  to  separate  from  the  mortar.  For  this 
reason  gravel  is  usually  better  for  watertight  work  and  in  places  where 
it  is  especially  necessary  to  eliminate  surface  voids. 

These  conclusions  are  further  confirmed  by  tests  of  the  U.  S.  Geo- 
logical Survey  at  St.  Louis*  and  by  E.  Candlot  in  Francef. 

Comparative  tests  of  concrete  with  different  coarse  aggregates  are 
shown  in  Fig.  90,  p.  325,  representing  tests  by  Messrs.  Wm.  B.  Fuller 
and  Sanford  E.  Thompson  at  Jerome  Park  Reservoir,  New  York  City.} 
Because  of  the  greater  density,  the  proportions  by  volume  being  the 
same,  the  specimens  made  with  gravel  and  sand  contain  in  the  set  con- 
crete a  slightly  larger  percentage  of  cement,  so  that  the  strength  of 
the  gravel  concrete  is  slightly  greater  than  if  allowance  had  been  made  for 
this.  The  relatively  low  strength  of  the  concrete  with  broken  stone  and 
screenings  may  be  due  in  part  to  the  character  of  the  screenings,  which 
were  of  gneiss  rock  and  of  poorer  quality  than  that  produced  from  a  true 
granite. 

*  Bulletin  344  U.  S.  Geological  Survey,  190S. 

t  See  Concrete.  Plain  and  Reinforced.  2nd  Edition,  p.  385. 

{  Transactions  American  Society  of  Civil  Engineers,  Vol.  LIX,  1907,  p.  67. 
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These  tests  show  that  a  concrete  with  an  angular  coarse  aggregate, 
such  as  broken  stone,  is  stronger  than  one  with  a  rounded  coarse  aggre- 
gate, like  gravel,  using  the  same  sand  and  cement.  The  stronger  ad- 
hesion of  cemait  to  broken  stone  outweighs  the  greater  density  of 
gravel  concrete. 


BROKEN  STOME 
AM0  8AN0 

2il 


o 
z 

s 


AVERAGE  COMPRESSIVE  STRENGTH 


AVERAGE  TRANSVERSE  STRENGTH 


AND  SCRESNINQS 


QRAVEL  AND  SAND 

AVERAGE  DENSITY 


BRCMtEN  STONE 
ANOSANO 


Fig.  90. — Comparative  Density  and  Strength  of  Concrete  made  with 

Different  Aggregates.     (See  p.  324.; 

Replacing  the  sand  with  screenings  of  the  same  size  and  using  brok^i 
stone  produces  a  weaker  concrete  than  sand  and  gravel,  probably  be- 
cause of  the  low  density. 
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The  gravel  must  always  be  clean.  In  a  bank  it  is  frequently  covered 
with  a  film  of  dirt  or  loam  which  it  is  naturally  impossible  to  remoYe 
without  thorough  washing  in  a  special  plant.  (See  p.  228.)  A  dirty 
gravel  may  reduce  the  strength  as  much  as  25%. 

The  stone  with  the  smaller  percentage  of  voids  if  proportioned  by 
volume  gives  the  lower  strength.  To  illustrate,  a  cubic  foot  of  stone 
measured  loose  with  40%  voids  contains  more  solid  material  than  stone 
with  50%  voids,  and  hence  makes  a  greater  bulk  of  concrete  with  the 
same  proportions  by  volume.  This  is  further  illustrated  in  the  table 
on  page  214.  Consequently,  there  is  less  cement  in  a  unit  volume  of  the 
concrete  when  the  stone  has  40  per  cent  voids;  and  while  the  density 
is  slightly  greater,  it  is  not  enough  greater  to  counterbalance  the  decrease 
in  the  percentage  of  cement.  If  the  proportions  had  been  altered  so 
as  to  use  less  sand  with  the  stone  having  40  per  cent  voids,  the  concrete 
would  have  been  stronger,  with  the  same  amount  of  cement  per  cubic 
yard  of  concrete,  because  of  the  greater  density. 

From  this  it  must  not  be  inferred  that  the  aggregate  with  the  largest 
percentage  of  voids  is  best  to  use.  As  indicated  above,  it  requires  more 
cement  to  a  given  volume  of  concrete,  and  the  concrete  is  apt  to  be 
slightly  less  dense  than  with  an  aggregate  having  fewer  voids,  so  that 
the  latter  is  usually  the  more  economical  even  although  it  is  sometimes 
slightly  inferior  in  strength.  From  the  standpoint  of  a  contractor, 
therefore,  gravel  concrete  is  cheaper  than  broken  stone  concrete  when 
proportioned  by  volume  for  the  reason  that  gravel  has  a  smaller  per- 
centage of  voids  and  therefore  makes  a  larger  volume  of  concrete  with 
the  same  measured  materials. 

It  is  almost  always  cheaper  to  screen  bank  gravel,  recombining  the 
sand  and  screened  gravel  in  the  desired  proportions  because  (i)  bank 
gravel  seldom  runs  uniform  enough  to  depend  upon  the  right  pro- 
portions of  fine  to  coars6  aggregate  and  (2)  the  sand  is  apt  to  be  in 
excess,  thus  requiring  more  cement  to  the  cubic  yard.  Ordinarily 
the  cost  of  screening  is  more  than  balanced  by  the  saving  in  cement. 

Slag.  Slag,  a  by-product  from  blast  furnaces  producing  pig  iron,  has 
proved  a  satisfactory  coarse  aggregate  for  concrete,  but  more  care  must 
be  used  in  selecting  it  than  is  the  case  with  gravel  and  broken  stone. 
The  important  requirements  are  that  it  shall  contain  little  sulphur, 
shall  be  tough,  and  dense,  and  shall  have  been  cooled  for  six  to  twelve 
months  on  large  slag  heaps,  on  to  which  it  flows  from  the  furnaces  in 
layers  about  6  inches  thick.    The  weight  per  cubic  foot  of  first-class 

*  See  tests  of  Howard  A.  CazBon,  7th  Annual  Report,  Boston  Transit  Commission,  xgoi,  p.  39. 
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slag  (assuming  45%  voids)  should  be  not  less  than  70  pounds  per  cubic 
loot.  This  is  an  important  requirement  because  it  eliminates  the  soft, 
porous  material.  Slag  has  been  used  in  important  concrete  structures 
in  the  blast  furnace  regions  for  many  years  and  its  durability  is  well 
established  for  mass  concrete  provided  a  first  class  quality  is  used. 
Its  use  for  reinforced  work  is  more  questionable  because  of  the  diffi- 
culty of  obtaining  uniformly  good  material. 

Tests  indicate  that  a  first-class  slag  may  be  expected  to  show  strengths 
at  least  as  high  as  limestone  and  gravel.* 

Mr.  W.  A.  Aikent  reports  a  large  series  of  tests  on  6-inch  cubes  of 
1:2:4  concrete  ranging  in  age  from  28  days  to  one  year.  At  28  days,  3 
months,  and  6  months,  100  specimens  each  were  broken  and  at  9 
months  and  one  year  50  specimens  each.  There  is  a  substantial  growth 
in  strength  although  the  absolute  strengths  themselves  are  low,  proba- 
bly, Mr.  Aiken  states,  because  of  a  fine  sand. 

Compressive  Strength  of  Slag  Concrete 

Age 28  Days        3  Months        6  Months        9  Months       One   Year 

Strength i  561  i  952  2  589  2  841  2  797 

Ratio 1. 00  1.25  1.66  1.83  1.79 

Cinders.  Cinders,  usually  from  soft  coal,  are  one  of  the  most  variable 
materials  used  as  a  concrete  aggregate,  and  need  special  care  in  selection 
and  mixing  to  secure  satisfactory  or  even  safe  work.  They  can  never 
be  safely  used  in  design  without  tests  to  determine  the  breaking  strength 
of  the  concrete.  The  heavier  the  cinders,  and  the  less  the  amount  of 
material  passing  the  quarter-inch  sieve,  the  stronger  the  concrete.  (See 
p.  328.)  Cinders  containing  fine  impalpable  ash  are  unfit  for  use,  and 
cinders  from  industrial  plants  must  be  investigated  to  insure  freedom 
from  all  injurious  acids  and  alkalies.  Tests  and  experience  in  building 
construction  prove  that  steel  properly  imbedded  in  cinder  concrete 
of  wet  consistency  is  not  liable  to  rust.     (See  p.  293.) 

The  following  tables  of  tests  at  the  Massachusetts  Institute  of  Tech- 
uology  and  at  Columbia  University  show  clearly  the  effect  of  coarseness 
and  weight  on  compressive  strength.  They  show  also  that  specially 
selected  cinders  will  produce  concrete  of  higher  strength  than  the  values 
suggested  by  the  Joint  Committee  (see  p.  316). 

* Bnginetnng  News,  August  lo,  igxx,  p.  185,  and  Engineering  Contracting,  April  30,  ioi3>  p.  483. 
t  Proceedings  American  Society  for  Testinir  Materials,  Vol.  XIV,  1914.  p.  280. 


3^8 


Campresshe  Sirenglh  of  Cinder  Concrete  (See  p.  327.) 
8  by  Shy  i6-inck  Prisms.    Proportions  1:2:5 
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traces  of  vitreous 
cfanker,   no   unbumed 
coal 

95 

492 

Mixture:    Anthra- 
cite, Coke  screen- 
ings No.  2  buck- 
wheat,    bitumi- 
nous 

Clean  black,  hard,   con- 
siderate unbumed  coal 

91 

645 

Variety  of  bitumi- 
nous coal 

Dirty  black,   not  much 
gritty  or  hard,  some 
slag  and  unbumed  coal 
and  coke 

43 

50 
36 

97 

812 

New  River  Bitumi- 
nous coal 

Dirty  li^^t  brown,  soft, 
no  unbumed  material 

104 

828 

Dominion  coal 

Dirty  black,   very  soft, 
some    slag    and    un- 
bumed coal  and  coke 

lOI 

868 

New  River  Bitum- 
inous coal 

Dirty  gray,   soft,   small 
amount    of   unbumed 
coal  and  coke 

49 
53 

47 

26 
26 

109 

883 

Nova  Scotia  coal 
poor  gravel 

Black,  gray,  very  heavy, 
very  little   unbumed, 
large  particles  look  like 
slag 

113 

1088 

Pocohontas  mixed 
with  buckwheat 

Brown,  hard,  well  graded, 
no  dust,  no  unbumed 
coal  or  coke 

III 

1246 

V  broken  stone 
coarse  sand 

145 

1620 

*  TcsU  At  MaMAchutetts  Institute  of  Technology  under  the  direction  of  Prof.  C.  M.  Spofford  and 
Plof.  H.  W.  Hayward.    Publiriied  by  pemuwion. 
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Compression  Tests  of  Cinder  Concrete 
Shy  S  by  i6-inck  Prisms.      Tests  ai  Columbia  University* 


1 

1 

DeBcrip- 

Con- 
crete, 
lb.  per 
Ctt.  ft. 

1 
^     -      - 

•»^ 

1 

KindafCiMl.   'PraportkuB. 

lb.  per  sq.  in. 

1 

98 
100 

94 

98 

1* 

r 

86 
76 
57 
65 

r 

63 
34 
24 
25 

I  mo. 

407 

507 
818 

9S0 

1533 

1355 

2  no. 

701 
66r 

1254 

1035 
2066 

6  mo. 

933 

754 

1744 

1478 

xyr. 

Anthracite. 
Anthndte. . 
Anthradte. . . 
Anthradte. . . 
-Vnthiadte  . 

1-2-5 
1-2-5 

97 
98 

96 

93 

93 

80 

88 

107 
100 
107 
109 

"3 

"3 

913 

813 
1465 
1475 
2570 

Anthradte           1—2—" 

100 

94 

90 

81 

74 

•J 

•  * "  ■ 

*  Haiold  Perrine  and 
tHuid 


Geonse  £.  Stxidwn  m 


Am.  Soc  C  £.,  VoL  LXXDC,  1915,  p.  513 


Coke  Breeze,  ordinary  cx>ke  that  drops  throu^  the 
tines  of  the  loading  forks  and  runs  below  i^  or  2  inches  in  size,  gives 
unexpectedly  high  str^igth  when  used  as  a  concrete  aggregate,  attain- 
ing in  one  series  of  tests}  about  three-fourths  the  strength  expected 
from  brc^en  stone  concrete.  This  aggregate,  weighing  only  about  30 
pounds  i>er  cubic  foot,  may  be  useful  where  a  concrete  of  extremely 
light  wei^t  is  required;  because  of  its  combustible  nature  it  cannot 
be  used  for  firq>roofing. 

Yarialions  in  Tests  of  Concrote  Aarocatas.  Tests  by  the  Bureau  of 
Standards!  tend  to  confirm  the  opinions  indicated  by  the  authors  else- 
where that  with  our  present  methods  of  tests  the  only  specification 
for  either  fine  or  coarse  aggregate  that  can  be  considered  final  is  the 
requirement  for  strength  of  specimens  mixed  in  the  proportions  to  be 
used.  The  Bureau  reports  tests  on  18  limestones  running  from  i  276 
to  3  984  pounds  per  square  inch;  on  11  gravels  running  from  888  to 
4  126  pounds  per  square  inch;  and  3  granites  running  from  2  376  to 
3  054  jjounds  per  square  inch.  Taking  the  low  value  as  100%,  the 
range  for  limestone  is  213%;  for  gravel,  354%;  and  for  granite,  29%. 
Comparatively  few  granites  were  tested.  One  sample  of  cinder  con- 
crete tested  at  i  647  pounds  p>er  square  inch.  All  proportions  were 
1:2:4  and  the  age  f cr  the  above  strengths  was  4  weeks. 

It  is  further  shox^Ti,  as  is  e\'ident  from  the  laws  of  mechanical  analv- 
sis  (see  Chapter  X)  that  the  relative  values  of  different  sands  for  use 
in  concrete  cannot  be  estimated  accuratelv  unless  tested  in  combina- 
tion  with  the  coarse  aggregate,  because  the  grading  of  the  total  mix- 
ture is  the  determining  factor. 

$Teste  at  Miwirhmrtts  Institute  d  Technology  imder  tbe  dicecticm  at  Prof.  C.  M.  Spoffoid  and 
Prof.  H.  W.  H^yward.    Refored  to  by  prnnmrion. 

§  Tecfanologic  Paper  No.  58,  U.  S.  Bnreaa  of  Standanb,  Jane  ao,  1916. 
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CFFECT  OF  COVCrarnUTED  LOADDTG 


Tn  concrete  foundations  for  piers  and  in  concrete  footings  it  is  cus- 
tomary to  load  an  are^  smaller  than  that  of  the  surface  of  the  concrete. 
The  question  at  onre  arises  whether  the  stress  shall  be  based  upon  the 
load  divided  by  the  total  area  of  the  concrete  footing  or  by  the  area  of 
contact.  Experiments  made  upon  concrete  and  other  materials  show 
that  neither  of  these  methods  is  correct,  but  that  an  intermediate  area 
should  be  selected  for  computation. 


IMmO  Of  AftCA  <30  OCMPflt 


Fig.     9X.     Concentrated  vs.  Distributed  Loading.     (See  p.  .jjo.) 

In  connection  with  the  designing  of  concrete  footings  for  the  Boston 
Elevated  Railway,  r2-inrh  cubes  were  cnished  by  concentrating  the  load 
upon  plates  ro  by  ro  inches  and  8  by  8  J  inches.*  At  I^ehigh  (University 
in  1908  a  set  of  experiments  was  made  upon  the  strength  of  6  by  6  inch 
cubes  of  1 12:4  proportions  where  the  compressed  area  varied  from  the  entire 
area  r)f  the  specimen  down  to  1.21  square  inches. 

In  the  diagram,  Fig.  91,  both  sets  of  valuesf  are  plotted.  The  two  sets 
agree  where  they  overlap,  and  also  are  similar  in  general  direction,  and,  in 
fact,  in  artual  values  of  the  ordinates,  to  curves  drawn  by  Prof.  J.  B.  John- 
son J  illustrating  Bauschinger's  tests  upon  other  materials  than  concrete. 

.  ♦  Trsts  of  Mrtals,  C.  S.  A.,  1899,  p.  7M^ 
t  From  lata  pn-^«mtrd  ro  'he  authors  by  \Cr.  G<!orgr  A,  Kimball  and  by  Prof.  Frank  P.  McKibbm. 
^X  J<>hn.on\  .Uaterialfi  of  Construcrion,  p.  33. 
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in  consideriiiir  xnv  smaller  areas,  as  indicated  by  the  smaller  ratios  of 
area,  the  fact  must  be  considered  that  the  compressed  surface  deforms, 
that  is,  actually  compresses  under  the  load,  and  the  amount  of  deforma- 
tion, which  may  be  approximate h'  estimated  from  the  modulus  of  elas- 
tic! t}-,  may  sometimes  be  the  limitiiig  consideration.  Also,  in  the  small 
jireas  the  possibihty  of  punchinfr  through  must  be  considered. 

To  use  the  curve  for  determining;  the  additional  strength  gained  by 
the  enlarged  area  under  a  pedestal  or  column,  find  the  ratio  of  the  com- 
pressed area  to  the  total  area,  and  from  the  point  on  the  curve  corre- 
sponding to  tiiis  ratio  find  from  the  values  at  the  left  the  increased 
ratio  of  strength  to  be  expected.  Tlius.  if  a  compressed  area  is  one-half 
or  0.5  of  the  total  area,  the  strength  is  increased  1.29  times.  The  use 
is  further  illustrated  by  the  following  examples. 

Examjie  1 . — V^haX  dimensions  of  pedestal  would  be  required  to  safely  sup- 
port a  load  of  40  tons  concentrated  upon  a  plate  10  inches  square,  assuming  an 
allowable  distributed  stress  upon  the  concrete  of  050  lb.  per  square  inch  r 

Solution. — Fort>'  tons  or  80  000  pounds  on  100  square  inches  represents 
800  11>.  per  square  inch,  and  the  radu  of  pressiu*e  required  under  the  con- 

Kr>o 

centrated  load  to  the  allowable  pressiu-e  is  therefore  —     =   1.2^;  hence 

650 

.  ,  .  1  r  •     100  s(j.  in. 

from  the  curs-e,  the  total  area  of  concrete  necessarv  is  —      '^         -=182 

0.55 

square  inches. 

Example  2. — The  breaking  strength  of  a  12-incb  cube  of  i  12:4  concrete 
having  chamfered  edge^j,  so  that  the  area  of  contact  of  the  load  is  reduced  to 
0  by  0  inches,  or  bi  square  inches.,  is  324  000  pounds.  What  may  be  con- 
sidered as  the  ultimate  strength  of  the  concrete  when  loaded  over  its  full 
area? 

Solution. — The  strength  per  square  inch  of  the  cube  figured  on  it^  cham- 

lered  sunace  is  — =    4  000  lb.  per  square  incii.     Ine  ratio  ol  ine 

hi 

compressed  surface  to  the  total  area  is  —     =  o.j^o,  and  from  the  diagram  we 

144 

find  the  ratio  of  stren2:th  to  b*.-  1.22.  l^ividini:  4  000  pouna.-,  tne  unit 
strength  on  the  concentrated  sun  ate  by  this  gives  as  the  T)robabie  ultimate 
of  the  concrete  when  iuaacd  over  its  full  area,  3  2^0  IL.  per  square  inch. 

TENSILE  STEENGTH  OF  CONCSJETE 

The  tensile  strength  01'  concrete  is  usually  of  httk-  importance  in 
design  because  even  when  the  tensile  value  is  taken  into  account  it  is  a 
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matter  of  cross  bending  or  modulus  of  rupture  rather  than  of  pure 
tension.  Furthermore,  tensile  tests  producing  accurate  results  are 
hard  to  make  on  accoimt  of  the  difficulty  in  making  up  the  specimens 
and  breaking  them.  The  following  table  gives  results  for  medium 
consistencies. 

Tensile  Strength  of  Concrete 


ProportioDS. 

Tensile  Strength  at  28  Days. 

Compressive  Strength 
at  38  Days. 

lb.  per  sq.  in. 

per  cent  of  compressive 
strength. 

lb.  per  sq.  in. 

1:1:2 

i:il:3 
i:2:4t 
i:2i:5t 

210 

175 
140 

no 

6.4 
7.0 

8.0 

9.2 

3290 
2500 

1750 
1 190 

*  Tests  at  Massachusetts  Institute  of  Technology  under  the  directbn  of  Prof.  C.  M.  Spofford  and 
Prof.  H.  W.  Hayward.    Published  by  pemussion. 

t  The  strengths  of  these  proportions  are  abnormally  low  in  compression  and  the  tensile  strengths 
may  be  assumed  correspondingly  low.  The  ratios,  however,  agree  substantially  with  results  from  other 
tests. 

Comparing  the  tensile  strengths  with  Mr.  Fuller*s  transverse  tests 
of  beams  given  on  page  334,  it  will  be  seen  that  the  tensile  strength 
is  from  one-half  to  one-quarter  the  transverse  strength.  Just  how  much 
of  this  is  due  to  the  difficulty  in  molding  and  testing  tensile  specimens 
cannot  be  estimated,  but  since  Fuller's  specimens  were  made  from  a 
wet  mix,  the  values  may  be  considered  as  conservative  and  more  rep- 
resentative of  practical  conditions  than  the  tensile  tests. 

The  true  relation  between  tensile  and  compressive  strength  or 
flexure  and  compression  are  probably  more  accurately  indicated  by 
the  mortar  tests  of  Mr.  R.  Feret  on  pages  334  to  335. 


TRANSVERSE  STRENGTH  OF  CONCRETE 

The  strength  of  a  beam  of  plain  concrete  is  limited  by  the  tensile  strength 
of  the  concrete  at  the  place  of  greatest  strain,  which,  with  vertical  loading, 
is  its  lowest  surface.  The  value  of  \hiL  transverse  "fiber"  strength  or 
modulus  of  rupture  is  of  less  importance  than  the  crushing  strength,  be- 
cause, on  account  of  the  brittleness  of  concrete  in  tension,  that  is,  its 
liability  to  crack  from  shrinkage  or  sudden  loading,  it  is  seldom  safe,  and 
usually  is  not  economical,  to  construct  beanis  or  girders  without  metal 
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reinforcement.  Most  formulas  for  reinforced  design  disregard  the  tensile 
strength  of  the  concrete.  In  certain  computations,  however,  the  tensile 
strength  must  be  considered.  Since  concrete  beams  can  be  broken  with 
less  powerful  and  less  exj>ensive  apparatus  than  crushing  specimens,  this 
form  of  sf)ecimen  is  often  convenient  for  comparing  the  relative  strength 
of  diflferent  mixtures  or  different  materials,  and  while  the  ratios  thus  ob- 
tained will  not  exactly  coincide  with  those  for  crushing  strength,  they  will 
be  sufficiently  dose  for  many  purposes. 

FnUer's  Beam  Testg.  The  table*  on  page  334  gives  the  results  of  a 
comprehensive  series  of  tests  of  6  by  6  by  72-inch  beams  made  by  Mr. 
William  B.  Fuller  at  Little  Falls,  N.  J.  Although  different  materials 
than  those  used  by  Mr.  Fuller  will  of  course  show  slightly  different 
strength,  the  table  is  sufficiently  representative  of  average  conditions  to 
permit  its  use  for  comparisons  of  different  proportions,  and,  with  a  proper 
factor  of  safety,  as  a  working  guide  to  the  safe  transverse  strength  of  con- 
crete. 

The  proportions  are  given  by  weight  but  can  be  transformed  to 
volmne  measure  by  referring  to  the  footnote.  The  various  columns 
present  valuable  data  on  weights  and  volumes  and  voids. 

The  cm^es  in  Fig.  92  are^  plotted  from  the  results  in  the  table,  and 
illustrate  also  the  proportions  corresponding  to  maximum  strength  for  a 
given  per  cent,  of  cement. 

Tests  by  other  authorities  are  mentioned  under  Strength  of  Beams  in 
References,  Chapter  XXXIIL 

Fomnila  for  TmuTene  txr  Bending  Stress  in  Plain  Concrete.  The 
common  formulas  for  representing  the  longitudinal  forces  of  compression 
and  tension  upon  a  beam  are  usually  expressed  with  the  following  notation: 

Let 

/     =  intensity  of  stress  at  any  point  in  the  beam. 

M  ==  bending  moment. 

/     =  moment  of  inertia  about  its  neutral  axis  of  section  containing  the 

point  under  consideration. 

y     =  distance  of  the  point  from  the  neutral  axis. 

b     =  breadth  of  beam. 

h     —  height  of  beam. 

Then       ^      My  ^  ^  fj 

i^  -f  (3)  also,  if  =  -L  (4) 
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and  up  to  the  elastic  limit  for  beams 


of  homogeneous  material  (but  not  for  reinforced  beams),  y  ™  ^h. 
Hence  for  rectangular  beams  of  homogeneous  material, 


/ 


6M 


(5) 


also,  M^—Jbh^ 
6 


(6) 


In  considering  the  strength  of  a  beam,  since  the  stress  is  greatest  at  one 
or  the  other  of  the  surfaces,  y  is  generally  understood  to  represent  the  dis- 
tance of  the  most  strained  fiber  from  the  neutral  axis,  and  /  the  intensity  of 
stress  upon  this  fiber. 


5     6     7 

PARTS  OP  BTOHEi  BY  WCIQHT 

Fig.  92. — Curves  showing  strength  of  beams  in  pounds  per  square  inch  for  various 

proportions  by  weight  of  sand  and  stone  to  one  part  Portland 

cement.     Age  34  days.     (See  p,  333.) 

The  foregoing  formula  is  based  upon  the  assumption  that  the  neutral 
axis  passes  through  the  center  of  gravity  of  the  cross  section.  For 
imreinf  orced  mortar  and  concrete  this  is  true,  only  in  the  early  stages 
of  the  loading.  But,  although  it  is  not  correct  after  the  elastic  limit 
is  passed,  the  comparative  results  computed  on  different  beams  of  similar 
materials  are  relatively  correct. 

For  convenience  in  designing,  a  table  is  given  in  Chapter  XXII  for 
bending  moments  caused  by  uniformly  distributed  loads  and  for  loads 
concentrated  at  different  points.  Also,  in  the  same  chapter,  the  moments 
of  inertia,  I,  for  various  sections  are  tabulated.  These  tables  are  appli- 
cable for  the  niost  part  to  both  plain  and  reinforced  beams. 
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Balatian  of  ConqiraBBhre  to  Tnnsrerae  Streniftb  of  Concrete.  The  com- 
pressive strength  of  concrete  varies  from  4  to  8  times  the  transverse 
strength.  The  ratio  varies  with  different  ages,  for  the  growth  of  com- 
pressive strength  appears  to  be  faster  than  the  growth  of  tensile  and 
transverse.  This  is  specially  true  of  concrete  mixed  with  weak  aggre- 
gates such  as  cinder.  There  appears  to  be  very  little  difference  in  these 
relations  between  different  proportions  of  the  same  materials. 

Tests  by  the  U.  S.  Geological  Survey  at  28  days  showed  limestone 
and  gravel  concrete  to  be  six  times  as  strong  in  compression  as  in  the 
tensile  fibre  stress  in  bending.  For  granite,  the  ratio  was  7.5.  The 
aver&^e  ratios  for  all  materials  were  6,  7.5,  and  8,  at  4,  13,  and  26  weeks, 
respectively.  The  beams  used  in  this  series  were  full  size  and  should 
therefore  be  more  reliable  than  the  small  specimens  used  in  other  tests 
which  have  given  somewhat  lower  ratios.    The  proportions  were  1:2:4. 


Shearing  Strength  of  Concrete 
By  Prof.  Charles  M.  Spofpord. 

Mantuhtuetta  InatUuie  of  Teehnolooy.    (See  p.  SS7) 
Age  of  Concrete  24  to  32  days. 


Mixture. 


Method  of 
Storing. 


Shearixig  Strength  lb.  per  sq.  inch. 


Maximum. 


Minimum. 


Average. 


Average 
ICompressive 
;  Strength  in 

lb.  per  sq, 
,        inch. 


Ratio  of 

Shear  to 

Compression 


:  2  :  4 

Air 

1630 

1 
960 

:  2  :  4 

Water 

2090 

1180 

'3:5 

Air 

1590 

890 

3  '  5 

Water 

1380 

840 

3  :6 

Air 

1450 

950 

3  :^ 

Water 

1200 

1040 

I3I0 
1650 

1240 

II20 
I180 
1120 


Average  Ratio  for  1:2:4  and  1:3:5  Concrete 


2070 
2620 
1310 
1360 

950 
1270 


0.63 
o.  63 

O.Q5 

0.  82 

1 .  24 

0.88 


o.  76 


STRENGTH  OF  CONCRETE  IN  SHEAR 

Tests  indicate  that  the  strength  of  ^concrete  in  direct  shear  ranges  from 
60  to  80  per  cent,  of  the  compressive  strength.  These  ratios  from  tests 
by  Prof.  SpoflFord  in  the  table  just  given  agree  substantially  with  experi- 
ments made  by  Prof.  Arthur  N.  Talbot  at  the  University  of  Illinois.* 
Prof.  Talbot  concluded  that  the  resistance  to  shear  is  dependent  upon 
the  strength  of  the  stone  as  well  as  upon  the  strength  of  the  mortar,  and 
for  the  richer  mixture  the  strength  of  the  stone  probably  exerts  the 
greater  influence. 

*  University  of  Illmois,  Bulletin  No.  8,  xgo6 
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This  direct  shear  nnut  not  be  confiised  witti  shear  in  a  b«ftm  biToMng 
di<nffn»i  tension  where  fiia  concrflte  mar  break  vhen  the  Bheariof  nnit 
straw  is  10%  at  ttie  cnuhing  strength. 

It  is  difficult  to  determine  satisfactorily  the  resistance  of  concrete 
to  direct  shear  owing  to  the  difficulty  of  eliminating  the  eSect  of  bearing 
action,  diagonal  tension,  and  beam  stresses  in  general.  At  the  Institute 
the  test  specimens  were  cylinders  5  inches  in  diameter  by  iSincheslong, 
and  in  testing,  the  end  thirds  of  the  cylinders  were  held  rigidly  by  cast 
iron  yokes,  the  pressure  being  applied  through  a  cast  iron  half  cylinder 
bearing,  fitting  between  the  two  yokes,  so  as  to  shear  the  concrete  across 
two  planes.  To  compare  the  compressive  strength  of  the  concrete 
with  the  shearing  strength,  six  extra  cylinders  of  the  same  dimensions 
were  crushed. 


Fig.  93. — Fatigue  of  Neat  Cernent   under  Compression.     (See  f.  338.) 

TBI  FATiaUS  or  OEHEHT 
The  action  of  cement  under  repeated  stresses  has  been  slightly  investi- 
gated by  Prof.  J.  L.  Van  Ornum*  at  Washington  University.  The  ex- 
periments were  made  upon  2-inch  neat  Portland  cement  cubes  four  weeks 
old.  The  results  of  tests  on  92  of  these  blocks  are  shown  in  the  dia- 
gram in  Fig.  93. 


■  Truusctun*  Americui  Society  ol  Civi 
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PLA8TICITT  OF  CONCRETE 

Plasticity  of  concrete  is  the  property  of  flowing,  or  yielding  very 
slowly  under  the  continued  pressure  of  heavy  loads.  Under  ordinary 
working  loads,  concrete  deforms  in  accordance  with  Hooke's  law,  but 
if  the  load,  after  bemg  applied,  is  left  in  place  the  deformation  resulting 
from  the  plastic  property  may  be  from  three  to  five  times*  as  great  as 
that  immediately  following  the  application  of  the  load  itself.  Tests 
indicate  that  under  a  fixed  load  these  progressive  deformations  continue 
for  a  more  or  less  definite  time  and  then  cease.f  Under  a  computed 
Soo-pound  unit  stress  in  i:  2: 4  gravel  concrete  beams,  this  period  was 
about  two  weeks,  and  under  a  i  000-pound  stress  a  few  days  longer 
than  two  weeks. 

Poissdi's  Ratio,  the  ratio  of  the  deformation  at  right  angles  to  the 
stress,  to  the  deformation  in  the  direction  of  the  stress,  has  been  found 
by  various  experimenters  to  range  from  0.05  to  0.20.  All  things  con- 
sidered, a  fair  average  appears  to  be  about  o.io,  and  this  value  may 
be  taken  in  computations  requiring  its  use. 

DETERMINING  PROPORTIONS  OF  OLD  CONCRETE 

The  approximate  ratio  of  cement  plus  fine  aggregate  to  coarse  aggre- 
gate in  concrete  already  in  place  can  be  determined  by  cutting  out 
a  piece  of  the  concrete,  crushing  it  to  destruction  in  a  testing  machine 
and  separating  out  the  stones  with  a  small  hammer. 

The  ratio  of  cement  to  fine  aggregate  can  then  be  determined  by  dis- 
solving out  the  cement  in  a  strong  solution  of  muriatic  acid  provided 
the  aggregates  are  themselves  insoluble.  If  the  sand  contains  lime- 
stone, as  is  frequently  the  case  where  the  country  rock  is  limestone, 
a  sample  must  be  subjected  to  a  separate  acid  test  in  order  to  correct 
for  the  amount  dissolved  out  with  the  cement.  When  the  coarse  aggre- 
gate is  limestone  and  the  amount  of  dust  originally  in  it  is  imknown, 
exact  determination  cannot  be  made. 

Mr.  Nathan  C.  Johnson,  has  suggested  a  methodj  of  determining 
the  proportions  of  old  concrete  by  making  a  microphotograph  of  a 
polished  section  of  the  surface  and  planimetering  the  areas  of  cement, 
sand,  and  stone.    The  method  is  said  to  give  good  results. 

*  Tests  by  F.  R.  McMilUn,  Bulletin  of  the  Univenity  of  MinneioU,  Maich,  1915. 
t  Earl  B.  Smith,  Engineering  Record^  March  4,  1916,  p.  339. 
X  Engineering  Record,  Febniaxy  27,  1915,  p.  363. 
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MACHINE  FOR  COMPRESSION  TESTS. 

A  convenient  compression  testing  machine  operated  by  a  hydraulic 
jack   is  shown  in  Fig.  94,  page  340,  as  designed  by  Mr.  William  O. 


Fic.  94.— Hydraulic  Compression  Testing  Machine.     {See  f.  340.) 
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Lichtner*  and  installed  in  the  laboratory  of  Sanford  E.  Thompson. 
It  takes  specimens  up  to  1 2  inches  square  and  its  capacity  is  250  000 
pounds. 

The  screw  type  of  testing  machine,  which  may  be  used  for  both 
tensile  and  compressive  tests,  is  shown  in  Fig.  95,  page  341.  The 
10  000  000-pound  compression  testing  machine  of  the  U.  S.  Bureau 
of  Standards,  the  largest  in  the  world,  is  a  screw  machine. 


Fro.  9S-~Motor  Driven  Screw  Type  Compression  Testing  Machine.     (See  p.  341-) 
SAWINO  TEST  SFECIMEHS 

Concrete  blocks  cut  from  structures  for  compression  tests  usually 
must  be  shaped  to  the  form  of  prisms,  with  two  parallel  bearing  faces. 

^icblDcr,  ProcHdingi  Americui  Society  Ear  TdtingMHtcriitU. 
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The  saw  shown  in  Fig,  96,  page  342,  is  being  used  successfully  in  the 
author's  laboratory  for  sawing  the  concrete.  Two  30-iach  discs  j-inch 
thick,  of  soft  Norway  iron,  are  revolved  at  a  speed  of  70  revolutions  per 
minute  by  a  i|  horse-power  motor.  No.  20  carborundum  mixed  with 
a  medium  grade  of  automobile  grease  and  kerosene  oil  is  fed  on  to  the 
rims  of  the  blades.  The  block  is  clamped  down  to  a  traveling  table 
that  feeds  against  the  saw  automatically  as  the  cut  deepens.  The  saws 
are  held  in  place  by  nuts  and  the  shaft  is  threaded  the  entire  length 
so  that  the  width  between  blades  can  be  varied  from  4  to  12  inches, 
Bccordiog  to  the  thickness  of  block  required. 


Fig.  06. — Saw  for  Shaptog  Concrete  Test  Specimens.     {See  p.  34».) 

MICSOFHOTOORAPHT  OF  CONCRETE 

Mr.  Nathan  C.  Johnson  by  the  use  of  the  microscope*  has  succeeded 
in  photographing  concrete  surfaces  enlarged  to  2001  diameters.  The 
voids  known  to  exist  in  concrete,  are  made  visible  to  the  eye  and  the 
action  of  the  sea  water  and  ground  water  salts  that  crystallize  in  these 
voids,  sometimes  disintegrating  the  concrete,  has  been  demonstrated. 

*  Serin  ciftaulidata  fixci'Mcniit  Rtceri.  iliitbig  Jusuy  ij.  1(15,  p.  gg. 
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METHODS  OF  TESTIH6  COMCBETE 

The  methods  of  testing  concrete  and  the  interpretation  of  results, 
as  investigated  by  various  indi\iduals  and  by  the  American  Qmcrete 
Institute,  are  discussed  in  the  following  pages. 

g^wcJiMW  for  Gooqiresnye  Tests.  A  compression  test  q)ecimen  in 
the  form  <rf  a  cylinder  with  the  height  equal  to  tivice  the  diameter  is 
recommended  by  the  Committee  on  Specifications  and  Methods  of 
Tests  for  Concrete  Materials  of  the  American  Concrete  Institute.* 
The  diameter  of  the  cylinder  should  be  at  least  equal  to  four  times  the 
maximum  size  of  the  particles  of  the  coarse  aggregate.  Where  possible, 
the  8  by  1 6-inch  cylinder  should  be  used,  but  for  small  stoie  6  by  12- 
inch  is  satisfactory  and,  because  of  its  lighter  weight, more  convenient  for 
field  specimens  taken  from  such  work  as  building  construction.  Cubes, 
provided  the  strength  is  corrected  for  length  (see  p.  344),  or  prisms, 
may  be  used,  but  cylinders  are  to  be  preferred  on  account  of  greater 
ease  in  securing  homogeneous  specimens.  Cylinders  and  prisms  of  the 
same  dimensions  give  substantially  the  same  results  in  unit  strength. 

The  theoretical  angle  of  crushing  is  about  60°  with  the  horizontal 
and  a  prism,  to  allow  for  two  such  60°  pyramids,  one  upright  and  the 
other  inverted,  must  be  twice  as  high  as  it  is  wide.  The  specimen  shown 
in  the  testing  machine  in  Fig.  94,  page  340,  shows  the  way  in  which  a 
cylinder  breaks. 

Effect  €f  Salio  of  Height  to  WidllL  Tests  by  various  laboratories 
under  the  direction  of  the  American  Concrete  Institute  show  the  vari- 
ation in  strength  as  the  ratio  of  the  height  to  wddth  of  specimen  changes. 
When  the  height  is  more  than  twice  the  diameter,  that  is,  when  the 
ratio  is  greater  than  2,  there  is  very  little  variation  in  strength,  but  when 
the  height  is  less  than  twice  the  diameter,  the  strength  increases  rapidly 
with  the  shorter  specimens.  The  cxuxt  in  Fig.  97,  page  344,  shows  the 
x'ariation.  By  this  curve,  cubes  and  prisms  of  other  than  the  standard 
dimensions  mav  be  used  if  unavoidable  and  the  results  corrected  to 
allow  for  the  standard  sp^edmen. 

MatingTest  Spectmens.  In  making  concrete  specimens,  if  the  nominal 
proportions  are  by  volume,  determine  the  weight  of  each  material  and 
correct  to  give  the  corresiwnding  projx)rtions  by  weight.  Estimate 
and  weigh  up  the  amount  of  each  material  for  the  batch. 

Only  exp>erienced  men  should  mix  concrete  for  experimental  specimens. 
There  is  a  certain  knack  which  can  be  acquired  only  by  practice,  in 

*  Joamal  American  Conciete  Institute  October-NoveixJ>er  1914,  p.  422. 
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properly  turning  the  materials  so  as  to  mix  them  thoroughly,  and  the 
amount  and  manner  of  ramming  or  puddling  is  so  important  that 
specimens  may  be  rendered  worthless  by  improper  manipulation. 

Usually  several  specimens  are  made  of  the  same  proportions  to 
sectlre  a  rehable  average  result.  These  specimens  should  be  mixed  one 
at  a  time  from  individual  batches  in  order  to  avoid  variations  in  pro- 
portions and  consistency  throughout  the  batch.  This  involves  more 
labor  but  increases  the  value  of  the  results. 
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Fig.  97- — Comparative  Strength  of  Concrete  Prisms  of  Different  Heights. 

(See  p.  343.; 

Method  of  Quartering.  To  obtain  an  average  sample  from  a  pile 
of  sand,  gravel,  or  stone,  the  method  of  quartering  is  useful.  Shovel- 
fuls of  the  material  are  taken  from  the  various  parts  of  the  pile,  mixed 
together  and  spread  in  a  circle.  The  circle  is  quartered,  as  one  would 
quarter  a  pie,  two  of  the  opposite  quarters  are  shoveled  away  from  the 
rest,  and  the  remainder  is  thoroughly  mixed,  spread,  and  quartered  as 
before.  The  operation  is  repeated  until  the  quantity  is  reduced  to 
that  required  for  the  sample. 

Weights  and  Voids.  To  determine  weights  per  cubic  foot,  fill  a 
measure  having  a  capacity  of  \  cubic  foot  or  more  with  the  sand  or 
gravel;  lift  the  measure  2  inches  above  the  floor  and  drop  it;  repeat, 
raising  and  dropping  five  times;  fill  measure  full;  strike  off  with  a 
straight-edge,  and  weigh. 
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From  the  weights  and  the  specific  gravity  (see  pp.  123  and  124)  the 
voids  can  be  determined. 

MxxDg.  All  mixing  should  be  done  on  a  surface  of  metal  or  other 
impervious  material.  For  large  specimens  and  batches,  a  sheet  of  zinc 
or  sheet  iron  is  convenient  to  use.  A  batch  for  a  single  6  by  12-inch 
cylinder  can  be  mixed  in  a  galvanized  iron  pan  about  24  inches  square 
and  i^  inches  deep,  using  a  lo-inch  bricklayer's  trowel  blunted  by 
cutting  off  2  inches  of  the  point.  If  the  mixing  is  done  on  a  wooden 
platform  or  concrete  floor,  the  surface  should  be  thoroughly  wet  several 
minutes  before  mixing  is  begun. 

The  procedure  for  hand  mixing  is  as  follows:  Mix  the  cement  and 
sand  until  a  imiform  color  is  obtained;  this  will  require  not  less  than 
seven  turns.  Spread  out  the  dry  mixture  in  a  layer  of  imiform  thickness 
and  on  this  spread  imiformly  the  coarse  aggregate.  (At  this  point, 
gravel  should  be  dry;  porous  crushed  stone  should  be  dampened.) 
Mix  these  materials  at  least  four  times.  Form  a  shallow  crater  and 
pour  into  it  about  two-thirds  the  required  amount  of  water.  Turn  into 
the  crater  the  dry  material  from  the  edges  until  the  water  is  absorbed, 
and  turn  the  mass  until  the  batch  is  of  a  uniform  color  and  con^stency 
throughout,  adding,  by  sprinkling,  from  time  to  time  the  remainder  of 
the  water  used.  The  consiUency  of  the  concrete  for  the  specimen  in 
the  laboratory,  to  obtain  results  comparable  with  the  sluggishly  flowing 
concrete  recommended  for  reinforced  concrete  in  practice,  should  be  a 
Httle  stiffer  than  this, — ^about  like  a  thick  oatmeal  mush.  About  seven 
turns  of  the  wet  concrete  are  necessary. 

Making  Specimens.  Place  concrete  in  the  molds  in  layers  3  to  4  inches 
thick,  using  care  to  prevent  pockets  of  stone  against  the  form.  Tamp 
the  concrete  to  bring  the  mortar  to  the  siurface  and  imbed  all  stones. 
Level  off  the  top  of  the  specimen  with  a  trowel,  but  avoid  working  longer 
than  is  necessary. 

C^ypiiig.  The  bottom  of  the  specimen  is  suflficiently  prepared  by 
casting  on  a  machined  metal  plate  or  piece  of  plate  glass.  The  top  of 
the  specimen  is  apt  to  be  irregular,  and  if  the  mold  is  not  quite  full  after 
setting,  the  cylinder  may  be  filled  flush  with  mortar  and  leveled  off  with 
a  piece  of  plate  glass  left  in  place  imtil  the  mortar  sets.  Both  ends  are 
thus  made  parallel.  In  testing,  pieces  of  blotting  paper  may  be  placed 
between  the  end  of  the  cvlinder  and  the  heads  of  the  machine.  Plaster 
of  Paris  is  also  used  to  square  up  the  ends  of  slightly  irregular  specimens 
or  neat  cement  paste  may  be  used  if  much  out  of  true. 
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Molds.  The  most  satisfactory  molds  are  of  cast  iron  with  machined 
metal  base  plates. 

A  less  expensive  metal  mold  than  cast  iron,  although  not  so  satisfac- 
tory, may  be  made  with  a  piece  of  sheet  metal  or  galvanized  iron  of  i8 
or  20  gage  shap>ed  to  the  proper  diameter  with  two  longitudinal  flanges 
about  an  inch  wide.  The  mold  may  be  made  tight  with  clamps  on  the 
flanges  or  by  holding  the  flanges  together  and  slipping  them  into  saw 
cuts  in  2  by  4-inch  timbers  held  rigidly  in  a  horizontal  position  at  the 
proper  heights.  If  machined  metal  bases  are  not  provided,  plate  glass 
coated  with  oil  is  satisfactory. 

For  mortar,  cylinders  2  inches  in  diameter  by  4  inches  long  are  recom- 
mended tentatively  by  the  American  Society  for  Testing  Material. 
(See  p.  81.) 

Wood  molds,  although  saturated  with  oil  or  coated  with  paraffine, 
are  apt  to  absorb  water. 

Storage  of  Specimens.  Test  specimens  must  be  kept  moist;  if  stored 
in  dry  air,  the  gain  in  strength  is  much  below  normal,  and  a  series 
carried  out  by  the  University  of  Illinois  for  the  American  Concrete 
Institute  showed  no  gain  at  all  up  to  two  years.  (See  p.  3 20) .  Moisture 
may  be  supplied  by  burying  in  damp  sand  or  by  covering  with  cloths 
suspended  so  as  to  cover  and  surround  the  specimens  without  touching 
them,  and  kept  wet.  Specimens  properly  stored  show  little  or  no  loss 
in  weight  after  removal  from  forms  up  to  time  of  testing. 

Method  of  Testing.  Use  a  spherical  bearing  block  on  top  of  the  speci- 
men, the  diameter  of  the  block  at  least  as  great  as  that  of  the  specimen. 
Keep  the  upper  section  of  the  adjustable  block  in  motion  as  the  head  is 
brought  to  a  bearing  on  the  specimen,  thus  insuring  a  central  bearing 
and  preventing  the  block  from  being  pulled  aside,  as  frequently  happens 
when  the  block  is  allowed  to  adjust  itself. 

The  moving  head  of  the  testing  machine  shoul4  travel  at  a  rate  of 
from  0.04  to  o.io  inches  per  minute. 

Note  the  character  of  failure  and  appearance  of  specimen  and  its 
behavior  during  test. 

Specimens  for  Field  Tests.  On  important  work  samples  should  be 
taken  regularly  for  tests  at  14  and  28  days.  For  beams,  columns  and 
girders  the  concrete  may  be  taken  from  barrows  just  before  depositing; 
but  wherever  possible  it  should  be  taken  from  place  just  after  depos- 
iting. The  following  procedure  gives  good  results:  Shovel  the  con- 
crete into  a  14-quart  galvanized  iron  pail,  carry  to  the  molding  yard 
and  remix  to  eliminate  segregation  of  materials  due  to  carrying,  and 
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pour  into  iron  molds  set  on  an  iron  plate  and  imbedded  in  moist  sand. 
Use  8  by  1 6-inch  cylinders  if  the  aggregate  runs  up  to  2  inches  or  more, 
but  6  by  1 2 -inch  cyHnders  will  prove  more  convenient  if  the  maximum 
size  of  stone  is  only  i§  inches.  Tamp  the  concrete  with  a  6-inch  ice 
chopper,  taking  about  the  same  precautions  as  are  employed  on  reg- 
ular work.  The  time  of  dumping  into  the  molds  and  tamping  should 
never  exceed  5  minutes.  Trowel  the  top  surface  just  previous  to  in- 
itial set.  After  48  hours  take  the  blocks  out  of  the  sand,  remove  from 
the  molds  and  rebury  in  moist  sand  until  the  day  before  testing. 

Spedmens  for  Rough  Tests.  If  the  quality  of  sand  is  questioned  and 
a  laboratory  is  not  available,  a  rough  test  may  be  made  by  mixing  up 
a  block  of  mortar  or  concrete,  using  the  same  aggregates  mixed  in  the 
same  proportion  and  to  the  same  consistency  that  is  to  be  employed  in 
the  work,  and  examining  the  specimens  from  day  to  day.  If  kept 
at  a  temperature  of  65°  to  70°  Fahr.  under  a  moist  cloth,  the  mortar  or 
concrete  should  harden  after  24  hours  so  as  to  resist  the  pressure  of  the 
thumb,  and  at  the  end  of  a  week  in  the  air  it  should  be  hard  and  sound. 

Recording  Test  Data.  Tests  aresoexpensive  to  make  that  it  is  always 
worth  a  little  extra  trouble  to  record  enough  data  to  make  them  of 
general  use  to  engineers.  Through  failure  to  do  this,  a  large  proportion 
of  the  tests  that  have  been  performed  are  of  local  value  only.  The 
form  on  page  347  is  designed  for  recording  data  used  while  making 
specimens.  To  this  may  be  added  blanks  for  recording  the  properties 
of  the  materials  used  and  for  recording  the  results  of  the  test. 

The  form  presented  is  designed  to  record  not  merely  the  informa- 
tion required  for  a  compression  specimen  but  also  to  include  the  data 
and  to  give  the  routine  method  of  computing  the  density  of  the  con- 
crete, (see  p.  148)  a  matter  of  the  greatest  importance  in  studying  the 
comparative  qualities  of  different  materials  and  mixtures. 
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CHAPTER  XX 
THEORY  OF  REINFORCED  CONCRETE 

Reinforced  concrete  is  concrete  in  which  steel  or  other  reinforcing 
metal  b  imbedded  to  increase  its  strength.  The  reinforcement  in  gen- 
eral exercises  an  auxiliary  function  as  it  is  not  self-sustaining  but  re- 
quires the  support  of  the  concrete  to  develop  its  resistance.  Thus 
most  often  reinforcement  consists  of  small  bars  of  little  stiffness  in  them- 
selves but  which,  when  imbedded  in  concrete  to  secure  lateral  support 
and  bond,  are  capable  of  developing  tensile  or  compressive  resistance 
equal  to  that  of  self-sustaining  structural  steel.  An  arch  of  the  Melan 
type  (see  Chap.  XXVI)  may  be  considered  a  reinforced  concrete  struc- 
ture, provided  the  metal  ribs,  even  if  otherwise  strong  enough  to  carry 
all  the  load,  are  not  connected  by  lateral  bracing  and  therefore  have 
insufficient  stability  without  assistance  of  the  concrete.  A  similar  arch 
or  a  girder  structure  consisting  of  metal  ribs  connected  laterally  by 
metal  bracing  and  strong  enough  to  carry  the  entire  load  should  not  be 
considered  as  a  reinforced  concrete  structure,  since  it  is  in  reahty  a 
metal  bridge  encased  in  concrete,  which  serves,  not  for  stress  bearing 
purposes,  but  for  the  auxiliary  purpose  of  protecting  the  steel  against 
corrosion  and  giving  the  structure  the  appearance  of  a  masonry  structure. 
In  a  similar  way  concrete  columns  and  other  members  may  be  reinforced 
with  structural  steel.  When,  however,  as  in  steel  frame  structures  fire- 
proofed  with  concrete,  the  steel  is  self-supporting,  designed  to  takethe 
whole  or  nearly  the  whole  of  the  stresses  with  the  concrete  merely  as 
an  auxiliary  for,  or  chiefly  for,  protection,  the  member  is  not  reinforced 
concrete. 

The  theory  of  the  design  of  reinforced  concrete  is  definitelyestabUshed. 
The  action  of  combinations  of  steel  and  concrete  in  tension  and  compres- 
sion and  shear  has  been  analyzed  so  that  a  thoroughly  rational  treat- 
ment is  possible.  In  practice,  in  beam  design,  the  straight  line  theory, 
as  it  is  termed  (see  p.  352),  which  was  selected  and  adopted  by  the  authors 
for  the  first  edition  of  this  Treatise,  in  1905,  has  since  that  time  been 
accepted  as  the  simplest  to  employ  in  computation  and  as  giving 
iriiich  may  be  used  in  design  with  safety  and  economy. 

In  this  chapter  is  presented  the  analysis  of  this  straight  line 
of  stresses  for  rectangular  beams  (p.  352)  followed  by  the  same 
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applied  to  T-beams  (p.  355).  The  analysis  of  a  beam  with  steel  in  top 
and  bottom  is  given  on  page  358,  and  the  analysis  of  beams  with  the 
concrete  assumed  to  bear  tension  on  page  360.  The  analysis  of  shear 
and  diagonal  tension  is  on  page  362. 

The  theory  of  colmnns  of  reinforced  concrete  reinforced  with  verti- 
cal steel  bars  is  treated  on  page  375,  and  that  of  columns  reinforced 
with  vertical  steel  bars  and  spirals  on  page  377.  Analyses  and 
formulas  are  presented  for  the  distribution  of  stresses  in  reinforced 
concrete  under  combined  thrust  and  bending  moment  (p.  377)  for  use 
in  arch  design  and  in  the  design  of  colunms  and  beams  with  eccentric 
load  or  thrust.  The  theory  of  reinforced  concrete  chimney  design  is 
treated  on  p.  390. 

Formulas  to  use  in  practical  design  with  illustrations  of  methods  of 
treatment  will  be  foimd  in  Chapter  XXII.  Tests  of  reinforced  concrete 
covering  aU  usual  features  of  design  are  taken  up  in  Chapter  XXI. 

GENERAL  PRINCIPLES  OF  REINFORCED  CONCRETE  BEAMS 

Concrete  is  very  strong  in  compression  but  is  brittle  and  unreliable  in 
pull  or  tension.  Therefore,  it  cannot  be  used  economically  where  ten- 
sile stresses  have  to  be  resisted.  Steel,  on  the  other  hand,  being  a  com- 
paratively ductile  material,  is  well  adapted  for  resisting  pull,  but  is 
more  costly  than  concrete  for  resisting  compression.  The  economy  in 
the  use  of  reinforced  concrete  is  obtained  by  placing  concrete  where 
compressive  stresses  are  to  be  resisted,  and  steel  where  tensile  stresses 
are  to  be  resisted.  The  high  bond  and  shearing  resistance  of  concrete 
holds  the  steel  and  concrete  together  so  that  they  act  as  one  unit. 

Requirements  for  Formulas  for  Reinforced  Concrete  Beams.  The 
behavior  of  reinforced  concrete  beams  under  load,  as  discussed  on  page 
405,  is  different  from  that  of  homogeneous  beams.  The  location  of  the 
neutral  axis  for  varying  intensities  of  load  is  not  constant.  The  com- 
pression in  the  concrete  is  nearly  proportional  to  the  load  but  the  pull 
in  the  steel  is  not  proportional  to  the  load  because  of  the  variable  amount 
of  pull  resisted  by  ccmcrete  (see  p.  407).  Although  it  is  thus  impossible 
to  make  formulas  which  represent  actual  conditions  during  the  whole 
process  of  loading,  the  common  formulas  for  design  of  beams  give  safe 
and  economical  results.    They  must  satisfy  the  requirements  that: 

(i)  The  compressive  stresses  in  concrete  for  working  loads  must  not 
exceed  the  allowable  unit  stress. 

(2)  The  beam  must  have  the  required  factor  of  safety  based  on  ulti- 
mate loads  and  elastic  limit  of  steel. 
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The  first  requirement  fixes  the  unit  stresses  for  concrete.  Formulas 
satisfying  these  requirements  produce  a  design  having  a  larger  factor  of 
safety  against  compression  failure  than  against  tensile  failure  because 
concrete  is  less  imiform  in  its  qualities  and  also  it  may  be  called  upon 
during  construction  to  resist  stresses  before  its  full  strength  has  beei. 
attained. 

To  satisfy  the  second  requirement,  it  is  necessary  in  the  analysis  of 
beams  to  eliminate  the  variable  amount  of  tensile  stress  carried  by 
the  concrete  (see  p.  405),  and  assume  that  all  the  tensile  stresses  are 
carried  by  steel.  Anal3rsis  based  on  this  assumption  will  not  represent 
the  actual  conditions  in  a  beam  imder  working  load  because  the  actual 
stress  in  steel  will  be  less  than  the  computation  will  show,  but  it  will 
give  the  required  factor  of  safety  and  therefore  be  correct  for  design. 
On  page  412  is  given  a  comparison  between  actual  stresses  and  stresses 
computed  by  the  accepted  formula  for  beams  with  diflFerent  percentages 
of  steel.  It  is  seen  that  for  earlier  stages  of  loading,  the  actual  stress 
is  much  less  than  the  computed.  The  difference,  which  is  due  to  the 
tensile  resistance  of  concrete,  decreases  with  the  increase  of  the  load. 
At  the  elastic  limit  of  steel  the  computed  stresses  agree  fairly  well  with 
the  actual  stresses.  The  action  is  shown  by  the  tests,  illustrated  in  Fig. 
119,  page  413,  which  give  the  deformations  of  concrete  and  sted  at 
various  loads.  Stresses,  of  course,  are  proportional  to  the  deformations. 
The  elastic  limit  of  the  steel  corre^onds  to  the  ultimate  sfcreni^tfa  of 
the  beam  in  tension.  Therefore  the  factor  of  safety  must  be  based  on 
8treni:fh  at  the  elastic  limit  and  f (nrmnlas  mnst  be  used  which  glye  cor- 
rect results  at  this  period  of  the  loadinf . 

In  analyzing  the  results  of  the  tests  in  the  early  stages  of  the  loading, 
it  is  sometimes  necessary  to  consider  the  tensile  stresses  in  concrete. 
Formulas  for  such  a  case  are  given  on  page  360. 

ASSUMPTIONS 

In  the  anal3rsis  of  beams,  the  following  assumptions  will  be  made: 
(i )  A  plane  section  before  bending  remains  plane  after  bending.     (See 

p.  403-) 

(2)  Tension  is  borne  entirely  by  the  steeL     (See  p.  351.) 

(3)  Initial  stresses  are  absent  in  the  steel. 

,(4)  Adhesion  of  concrete  to  steel  is  perfect  within  the  elastic  limit  of 

the  steel. 
(5)  Modulus  of  elasticity  of  concrete  is  constant.     (See  p.  400.) 
Reasons  for  selecting  these  assunq^tions  are  as  follows: 
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(a)  Beams  designed  by  formulas  based  on  them  have  the  required 

factor  of  safety. 

(b)  The  method  of  design  is  the  simplest. 

(c)  Adoption  by  the  highest  authorities  in  America  and  Europe. 

ANALYSIS  OF  RECTANGULAB  BEAMS* 

Bending  Moment  and  Moment  of  Besistance.  In  a  beam  subjected 
to  bending,  the  bending  moment  due  to  the  external  forces,  or  loads,  is 
resisted  by  the  moment  of  the  internal  resisting  forces,  which  will  be 
called  stresses.  Since  by  simple  mechanics,  the  bending  moment  for 
equilibrium  must  be  equal  to  the  resisting  moment  of  the  internal  forces, 
or  stresses,  the  unknown  stresses  in  the  materials  may  be  found  by  equat- 
ing  the  known  external  bending  moment  to  the  internal  resisting  moment. 

Straight  Line  Formula.  The  stresses  cause  deformation  in  the  mate- 
rial and  the  consequent  deflection  of  the  beam.  At  any  vertical  section 
through  this  beam,  the  compressive  stresses  above  the  neutral  axis  cause 
shortening  of  the  fibers,  and  the  tensile  stresses  below  the  neutral  axis 
cause  lengthening  of  the  fibers.  Assuming  thiat  a  plane  section  before 
bending  is  plane  after  bending,  that  is,  that  a  plane  section  through  a 
beam  simply  swings  its  position  without  warping  when  the  beam  is  bent, 
the  deformation,  or  change  in  length,  in  any  fiber  is  proportional  to  its 
distance  from  the  neutral  axis,  as  shown  in  Fig.  98,  page  353.  With 
a  constant  modulus  of  elasticity  (see  p.  400),  stress  is  always  propor- 
tional to  deformation;  therefore,  the  variation  of  the  resisting  stresses 
from  the  neutral  axis  upward  can  be  represented  by  a  straight  line,  as 
seen  from  Fig.  98,  page  353.  The  compressive  stresses  then  form  a 
triangle  having  for  its  base  the  stress  in  the  extreme  fiber,  /c,  and  for 
its  height  the  distance  from  the  extreme  fiber  to  the  neutral  axis,  kd. 
The  total  compression  may  be  considered  as  concentrated  at  the  center 
of  gravity  of  the  triangle,  which  is  distant  J  kd  from  the  extreme  fiber. 
The  tensile  stresses  may  be  considered  as  acting  in  the  center  of  gravity 
of  the  steel,  which  for  one  layer  of  bars  is  at  the  center  of  the  bar,  and  for 
more  layers,  at  the  center  of  gravity  of  the  set  of  bars. 

For  equilibrium,  the  sum  of  all  forces  must  equal  zero,  or  the  total 
compression  must  be  equal  to  the  total  pull.  The  total  tension  and  total 
compression,  which  are  equal  and  acting  in  opposite  directions,  form  a 
couple  with  a  moment  arm  equal  to  the  distance  between  the  center  of 
steel  and  the  center  of  gravity  of  the  triangle  of  compressive  stresses. 

*The  formulas  in  this  chapter  were  originally  prepared  by  Prof.  Frank  P.  McKibben. 
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The  moment  caused  by  this  couple  is  the  resisting  moment.     For  equi- 
librium this  must  equal  the  bending  moment  due  to  exterior  forces. 

FORMULAS  FOB  RECTANGULAK  BEAMS 

For  this  and  succeeding  analyses,  let 
A   =  total  depth  of  beam. 

/    =  thickness  of  T-beam  flange,  i.e.,  thickness  of  slab. 
b    =  breadth  of  rectangular  beam  or  breadth  of  flange  of  T-beam. 
b    =  breadth  of  web  of  T-beam. 
A,  =  area  of  cross-section  of  steel. 
p  =  ratio  of  steel  in  tension  to  area  of  beam,  bd. 

In  beams  with  steel  in  top  and  bottom: 

Pi  =  ratio  of  tensile  steel  to  area  of  beam,  bd; 

p   =  ratio  of  compressive  steel  to  area  of  beam,  bd. 
fc   "■  compressive  unit  stress  in  outside  fiber  of  concrete. 
fc   =  tensile  unit  stress  in  outside  fiber  of  concrete. 
/,  =  tensile  unit  stress,  or  pull,  in  steel. 
/  =  compressive  unit  stress  in  steel. 
Et  =  modulus  of  elasticity  of  concrete, 
E,  =  modulus  of  elasticity  of  steel. 
E, 

"-% 

d   =  depth  from  outside  compressive  fiber  to  center  of  gravity  of  stee^ 
a    =  ratio  of  depth  of  compressive  steel  to  depth,  d,  of  beam. 
k    =  ratio  of  depth  of  neutral  axis  to  effective  depth  of  beam,  d. 


Fic.  98. — Resisting  Forces  in  a  Reinforced  Concrete  Beam.    (5e«  p.  351.) 
kd  =  depth  of  neutral  axis  below  the  compressive  surface  in  a  beam. 
_;■    =  ratio  of  lever  arm  of  resisting  couple  to  depth  d. 
jd  =  distance  between  centers  of  tension  and  compression. 
e   =  thickness  of  concrete  below  center  of  gravity  of  tensile  steel. 
If  =  moment  of  resistance  or  bending  moment  in  general. 
C  =  constant  in  Table  15,  page  596. 
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Since  it  is  assumed  that  a  plane  section  before  bending  remains  a 
plane  section  after  bending,  we  have  the  proportion 

stretch  in  steel  ^d{i  —  k) 

deformation  in  outside  compressive  concrete  fibers  kd 

,     .         J  -         ^.  stress  per  square  inch        , 

and  smce  deformation  = — -^ — r-^- — .-  - — ,  we  have 

modulus  of  elasticity 

A 

Es       d(i-k)  fs       I  -  k  I  ,  . 

—  =  — —     or     —  =  ——      (i)         and    k  = (2) 

fc^  kd  nfc         k  x  +  — 

Solving  formula  (i)  for  /^ 

k 

fc=fs—f 7T  (3) 

Now,  as  stated  above,  for  equilibrium  the  total  tension  in  the  steel 
must  be  equal  and  opposite  to  the  total  compression  in  the  concrete. 
The  total  tension  in  the  steel  is  its  unit  stress,  /„  multiplied  by  the 
area  of  the  steel,  phd,  and  the  total  compression  in  the  concrete  is  rep- 
resented by  the  area  of  the  pressure  triangle,  ifckd,  times  the  breadth  of 
the  beam,  b.  Equating  these  two  forces  and  canceling  out  the  bd  which 
occurs  in  both, 

pf.  =-^  (4) 

2 

If  the  value  of  k  in  formula  (2)  be  substituted  for  the  k  in  formula 
(4),  we  have 

f  '  ^ rr  (s) 


fc 


For  any  given  percentage  of  steel  the  values  of  fs  and  fc  cannot  be 
assumed  independently,  as  they  bear  a  constant  ratio  to  each  other. 

Substituting  the  value  of /^  in  formula  (3)  for/;  in  formula  (4)  we  have 

Solving  this  quadratic  equation  and  adopting  the  positive  sign  before 
the  square  root, 

k=  -  np  +^j2np  +  (npy  (7) 
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From  formula  (7)  the  location  of  the  neutral  axis  may  be  determined 
for  any  percentage  of  steel,  />,  and  any  assumed  ratio  of  moduli  of  elas- 
ticity, n.    Values  for  k  are  given  in  table  on  page  596. 

The  center  of  gravity  of  the  compressive  stresses  is  distant  \  kd  from 
the  top  of  the  beam  so  t}iB,tjd  =  d  —  ikd  =  d(i  ^ik). 

Since  the  total  compression  equals  the  total  tension,  the  moment  of 
resistance  of  the  beam  may  be  obtained  by  multiplying  either  the  total 
tension,  pMfs,  or  the  total  compression,  ifcbtd,  by  the  moment  arm,  jd, 

M^pfjbd'     (8)    and    fs^^,  (9) 

For  a  given  quality  of  concrete  and  steel,  the  values  olfs,fcy  p,  k,  and 

;,  are  constant  so  that  we  may  consider  the  terms  pfj=ifckj  equal  to  a 

I 
constant  ~.    This  changes  the  formulas  (8)  and  (10)  to 

if=^     and    d=cJ^  (12) 


2 


C 

To  obtain  the  total  depth  of  beam.  A,  a  value  e  (see  Fig.  98)  must 
be  added  to  the  theoretical  depth,  d.    Then,  h=^d+e. 
For  the  use  of  these  formulas  in  design,  see  pages  481  to  484. 

FORMULAS  FOR  T-BEAMS 

If  a  reinforced  concrete  beam  is  built  monolithic  with  the  slab,  the 
beam  may  be  considered  as  a  T-beam  in  which  a  portion  of  the  slab  acts 
as  a  flange. 

The  formulas  for  T-beams  given  below  are  based  on  the  same  assump- 
tions as  for  rectangular  beams.  Tension  is  considered  as  taken  entirely 
by  the  steel  and  the  variation  of  stresses  in  concrete  is  according  to  a 
straight  line.  Unless  the  slab  is  very  thick  the  neutral  axis  is  located 
below  the  flange. 

For  notation  see  page  353. 

Case  I.  *  Neutral  Axis  Below  Flange,  kd>  t 

Formulas  Neglecting  Compression  Below  Flange.  Neglecting  the 
slighf  amount  of  compression  in  the  stem  between  the  neutral  axis  and 
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the  bottom  of  the  slab  and  referring  to  Fig.  99,  page  356,  we  have 
similarly  as  for  rectangular  beams: 


k-= 


x+^ 


(13) 


«/c 


The  total  tension  is  equal  to  the  unit  stress  in  steel,  /,,  multiplied  by 

the  area  of  steel,  A^,    The  total  compression  in  the  concrete  is  repre- 

kd  —  t 
sen  ted  by  a  trapezoid,  the  sides  of  which  are  fc  and  fc ;  and 

kd 
the  depth  is  equal  to  /.    The  total  compression,  therefore,  equals 

2kd 

By  equating  total  tension  to  total  compression  acting  on  the  section 

Asfs  =  fc  ^-^^  hL  (14) 

2kd 


Center  Line  of  Compreaaion 


■    kcU 


J9      1- 


Fig.  99. — Resisting  Forces  in  T-shaped  Section  of  Beam.     (5«e  p.  356.) 

Solving  the  two  above  equations  for  hd  and  eliminating  fc  and  /,, 
we  get 

Position  of  neutral  axis 


kd 


2nd  A,  +  W 


(is) 


2nA,  +  26/ 

The  distance  of  the  center  of  compression  from  upper  surface  of  beam 

ikd—  2l    i  ,    V 
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Arm  of  resisting  couple 

jd  =  d  —  z 
Moment  of  resistance 


AK« 

•^'-SJ^JS    \*-l/      **"vx       ^J.     —              ,    - 

Fiber  stresses 

-  _          If  w             /.     * 

W  (W  -  i  0  J<i      «  I  -  i 

Area  of  steel 

(18) 


(19) 


(20) 

fsjd 

Formulas  Cmundering  Compression  Below  Flange.  For  large  beams 
where  the  stem  forms  a  large  part  of  the  compression  area  the  above 
formulas  do  not  give  results  accurate  enough  for  practical  purposes. 
For  such  cases  formulas  given  below  are  recommended,  which  take  into 
account  the  compressive  stresses  in  the  stem  as  well  as  in  the  flange. 
The  following  formulas  are  derived  by  the  same  principles  used  in  deriva- 
tion of  formulas  in  the  previous  analysis. 

Depth  to  neutral  axis 

ikd('-ifi)b  +  f(iw  -/)«(/  +  i  (iw  - 1))  ]y 
z  =  — ■ 1 ^^ LL.         (22) 

t(2kd-t)b  +  ikd-DH' 

Arm  of  resisting  couple 

jd^d-z  (23) 

Moment  of  resistance 

M  =  AJdJ,     (24)     M=J^  [{ikd  -t)bl  +  ikd-  tybVd     (25) 

2kd 

Fiber  stresses 

# 

/.=  _^     (,6)     and    /^=j(,^_,)J^^_,).,,i^-,       <^7> 
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Case  n.    Neutral  Axis  in  Flange  or  at  Underside  of  Flange^  kd<t 

In  this  case,  which  occxirs  only  with  slabs  that  are  very  thick  in  pro- 
portion to  the  depth  of  the  beam,  iise  the  rectangular  beam  formula, 
considering  the  T-beam  as  a  rectangular  beam  of  the  same  depth,  the 
breadth  of  which  is  the  breadth  of  the  flange.  The  percentage  is  then 
based  on  the  total  area  hd, 

REINFOBCED  CONCRETE  BEAMS  WITH  STEEL  IN  TOP  AND 

BOTTOM 

In  beams  reinforced  with  steel  placed  both  in  the  compressive  and 
tensile  portions  of  the  beam,  the  steel  in  the  compressive  portion,  as 
in  colunms  (p.  37s),  may  be  considered  as  taking  its  share  of  compression 
according  to  the  ratio  of  moduli  of  elasticity  of  steel  to  concrete  (see 
P'  353)-  Neglecting  the  tension  in  concrete,  as  in  beams  without  com- 
pressive steel,  all  the  tension  may  be  considered  as  resisted  by  the 
bottom  steel.  Referring  to  Fig.  100,  page  358,  the  total  compression 
consists  of  the  compressive  stresses  in  concrete  represented  by  a  triangle 
and  the  compressive  stress  in  steel.  The  compressive  unit  stress  in 
steel  equals  the  unit  stress  in  concrete  at  the  same  level  multiplied  by 
the  ratio  of  their  moduli  of  elasticity. 


Fig.  100. — ^Resisting  Forces  with  Steel  in  Top  and  Bottom  of  Beam.     {See  p.  358.) 

The  siun  of  all  the  horizontal  stresses  acting  on  a  cross  section  must 
equal  zero;  therefore,  the  total  tension  in  steel  must  be  equal  to  the 
compression  in  concrete  plus  the  compression  in  the  top  steel.  The 
resisting  moment,  that  is,  the  moment  of  the  internal  stresses,  may  be 
obtained  either  by  multiplying  the  total  tension  or  compression  by  the 
distance  between  center  of  tension  and  center  of  compression,  or  by 
taking  moments  about  the  center  of  tension  steel,  the  center  of  compres- 
sion in  concrete,  or  the  center  of  compression  in  steel.  The  moments 
of  resistance  obtained  by  either  of  the  four  methods  must  be  equal.    To 
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find  the  stresses  for  a  certain  loading,  the  moment  of  resistance  taken 
in  any  one  of  these  ways  is  equated  to  the  known  bending  moment. 

Formulas.    Deformations,  as  usual,  are  assimied  to  vary  directly  as 
distance  from  neutral  axis, hence  from  Fig.  100,  using  notation  on  p.  353, 

^^^JllJl^LzA      Whetice  ife  =  — i-  (28) 

A  ^^  *  x^A 

By  comparing  the  above  equation  for  k  with  that  given  for  simple 
beams,  page  354,  it  is  evident  that  for  any  ratio  of  — ,  the  position  of  the 

neutral  axis  is  the  same  irrespective  of  whether  the  beam  is  provided 
with  compressive  steel  or  not. 

By  similarity  of  triangles  in  Fig.  100,  page  358,  the  following  relations 
between  the  unit  stresses  may  be  obtained: 

/*=/*^-— ^      (29)     and    /,'  =  w/,-y-  (30) 

fs  =  nfc'-^      (31)     and    /c=^-^  (32) 

The  total  tension  in  steel  equals  bdpifs  and  the  total  compression 
in  steel  and  concrete  is 


bd^  +  bdpy:  =  bd  (if J,  +  p'fl) 

2 

Since  the  sum  of  all  the  stresses  must  equal  zero,  the  total  compression 
acting  on  the  cross-section  of  the  beam  equals  the  total  tension,  or 

M  te + p'f'^ = bdp,/. 

Whence  ^  =  i  (^  +  p'f)  =  7  (^  "^  +  P%  *-^) 

Hence  p,  =  —^-—  +  P'^  (33) 

Solving  equation  (33)  for  k, 


=  y3n(pi 


+  p'a)+  n*  ip,  +  py  -«(/.,  +  p')  (34) 


3^ 
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Taking  momeiits  aboat  the  center  <rf  conqressive  stress  in  the  steel, 
we  have 

"-"•k(-«)-¥(r-)] 


or  by  rifmhiating  f. 

From  iHiidi 

,       M 


Pi  (i -a)2n(i-k)-k^(--  a) 


an  (i  -  *) 


6ii  f  1  -  *) 


C3S) 


(36) 

b(P  6h  piU  -  k)  (i  -  a)  -  i*  (k  -  3a) 

By  subsdtuting  this  value  of  /,  in  equations  for  ^  and  J,  reflectively, 
we  get 

M  6k 


/.= 


b(P  6h  Pt(t  -  k)  (j  -  a)  -  k'  {k  -  3a) 


(37) 


and 


/;= 


M 


6H(k-a) 


W»  6»i  ^  (I  -  *)  (I  -  a)  -  *»  (*  -  3a) 


(38) 


It  may  be  noted  that  the  doiomniator  in  the  three  above  equations  is 
the  same.  A  sin^lified  method  of  using  the  formulas  in  practical  design 
is  given  in  the  chapter  on  design. 

STEEL  IH  BOTTOM  OF  BEAM,  CONCBETE  BEABINO  TENSION. 

It  is  often  required  to  find  the  actual  stresses  in  reinforced  concrete 
beams  during  the  first  stage  of  loading,  for  instance,  to  determine  the 
load  at  the  first  crack,  or  the  tensile  stress  in  concrete  at  the  fiirst  crack. 
In  the  first  stage,  which,  as  explained  on  page  405,  lasts  till  minute 
cracks  <^>en,  concrete  may  be  considered  as  bearing  its  share  of  ten- 
sion. Therefore,  the  formulas  given  below,  considering  tmsicm  in  con- 
crete and  based  on  straight  line  distribution  of  stress,  may  be  used  for 
the  above  purpose.  These  formulas  most  not  be  HMMf  however,  in 
designinf  reinforeed  concrete  beams. 

E, 
Fonnnlas.    Assume  that  the  ratios  of  moduli  of  elasticity,  —  ^n, 

are  equal  for  concrete  in  tension  and  compression.    Since  elongation  of 
steel  and  omcrete  at  the  same  point  must  be  equal  and  the  cross-sec- 
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tional  planes  are  assumed  to  remain  plane  during  bending,  we  have  from 
Fig.  loi  the  following  equations  using  notation  on  page  353: 


E,       d-kd     ,  .  yd-kd 

—r  = hence    /,  =  nf.  

/       h-kd  ^    k-kd 


(39) 


/c=fc 


kd 


f.  = «/« 


(41) 


I  -* 


also  /.'  =  /, 


h-kd 


h-kd  "     "     kd 

Equating  horizontal  forces  on  the  section,  we  have 

2  2 

Expressing  /,  and  /^  in  terms  of  fc  and  simplifying,  we  have, 

kd          ^     i-k     ,      (h-kd)* 
—  =pdn +     ^ 

2  k  2kd 


(40) 


(42) 


(43) 


(44) 


Fig.  1 01. — Redstmg  Forces  with  Concrete  Bearing  Tendon.     {See  p.  361.) 
From  which 


2k 

d 


This  solved  for  k  gives 


(4S) 


7+^ 

a 


(46) 
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Taking  moments  about  the  center  of  the  steel  and  expressing /J  in  terms 
of /„  we  have,  for  the  moment  of  resistance: 


or 


«-^[-K— '^)] 


(♦7) 


Taking  moments  about  the  resultant  of  the  compression  and  expressing 
fs  in  terms  of /^  (Formula  (39) )  we  have: 


M^ihd'fc 


ftp 


(i  -  fe)  (3  - 

d 


^+7(7-*) 


(48) 


and 


(!-) 


«#(i-A)(3-*)+^(^-*)* 


(49) 


Also  by  substituting  for/«  the  values  from  Fonnulas  (43)  and  (39) 


3* 


/, 


bd* 


3»  (i  -  *) 

n#(i-ft)(3-*)+^(j-*V 


(50) 


(51) 


For  a  given  bending  moment,  M,  stresses  may  be  found  from  the 
above  formulas.    Note  that  denominators  in  all  equations  are  the  same. 

SHEABIHG  STEESSES  IS  A  BEAM  OE  SLAB 

The  bending  of  a  beam  produces  a  tendency  of  the  particles  to  slide 
upon  each  other  or  shear.    It  is  therefore  necessary  to  study 

(i)  Vertical  shearing  stresses. 

(2)  Horizontal  shearing  stresses. 

Vertical  and  Horinmtal  Shearing  Strenea.  Concrete  is  strong  in 
direct  shear  (see  p.  337)  and  capable  of  standing  a  working  shearing 
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stress  of  at  least  200  pounds  per  square  inch^  so  that  a  concrete  girder 
or  beam  or  slab  always  has  sufficent  area  of  section  to  withstand  this 
direct  shearing  stress.  However,  since  the  direct  shearing  stress  is  a 
measure  of  the  diagonal  tension  (see  p.  365),  which  is  excessive  when  the 
direct  shearing  stress  b  comparatively  low,  it  must  always  be  computed 
in  a  beam  or  girder  for  use  in  the  computation  of  diagonal  stresses,  as 
described  on  page  367. 

The  shear  is  a  maximiun  at  the  support,  where  it  is  equal  to  the  reac- 
tion. Maximiun  shears  for  various  loads  are  given  in  the  diagram  (Fig. 
^S^y  page  505),  in  terms  of  the  loads.  While  with  uniform  or  symmet- 
rical loading  the  reaction,  and  therefore  the  maximum  shear,  is  one- 
half  the  total  load  up>on  the  beam,  it  will  be  noticed  from  the  diagram  that 
where  the  end  beams  of  continuous  beams  are  freely  supported,  which 
is  very  nearly  the  case  when  a  beam  runs  into  a  light  wall  girder,  the 
shear  at  the  first  support  away  from  the  end  may  be  25  per  cent  greater 
than  normal,  and  should  be  specially  provided  for  in  cases  like  a  ware- 
house where  the  full  Uve  load  is  liable  to  be  constantly  maintained.  A 
further  study  of  the  four  diagrams  (Figs.  151  to  154,  pp.  505  and  508) 
will  illustrate  the  cases  where  allowances  should  be  made. 

In  case  the  concrete  in  a  beam  or  slab  has  cracked  vertically  next  to 
the  support  because  of  accident  or  poor  design,  the  bearing  value  of  the 
horizontal  rods  may  have  to  be  estimated. 
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Fig.  102. — Section  of  a  T  Beam.     {$ee  p.  $6$.) 

LaBgitadinal  Yertical  Skear  in  Tlaiige  of  T-Bea«.,  Vertical  shear  in 
a  longitudinal  direction  is  present  in  the  wings  of  |»  T-beam  due  to 
the  load  upon  a  beam  being  maximiun  next  to  the  fiaoge,  as  shown 
by  lines  BA  in  Fig.  102,  page  363.  Results  of  tests  are  given  on  page 
416. 

The  area  of  concrete  in  a  solid  horizontal  floor  slab  is  generally  sufficient 
to  take  care  of  this  shear,  but  the  following  method  may  be  used  for 
computing  it  if  desired: 
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Let 
Vk  =  unit  horizontal  shear  at  AA. 
v^  =8  unit  vertical  shear  at  BA. 
V  —  breadth  of  stem. 
b   =  breadth  of  flange. 
/    =  thickness  of  flange. 

The  shear  along  the  two  planes  BA  may  be  considered  as  caused  by  the 
external  forces  acting  not  on  the  whole  breadth,  but  only  on  the  project- 
ing flanges  of  the  T-Beam  BC. 

Then  it  is  readily  shown*  that 

Vk  V  (b  "  V)  .    ^ 

^•=  2tb  ^  ^5^> 

Although  this  vertical  shear  through  the  flanges  is  readily  borne  by  the 
concrete,  it  is  advisable,  as  stated  on  page  418,  to  place  horizontal  bars 
across  the  top  of  the  beam,  even  if  the  bearing  bars  in  the  slab  run  paral- 
lel to  the  beam,  in  order  to  resist  unequal  bending  moment  which  is 
liable  to  occur  and  to  assure  T-beam  action. 

Fillets  at  the  angles  between  the  flange  and  the  beam,  that  is,  between 
the  slab  and  the  beam,  are  not  theoretically  necessary,  but  they  may  be 
used  for  appearance  sake  and  as  an  additional  security  in  a  deep  beam 
with  relatively  shallow  flanges  or  slabs.  Small  fillets  are  also  advisable 
to  aid  in  the  removal  of  forms. 

DIAGK)irAL  TEHSIOH 

In  a  beam,  besides  direct  horizontal  tension  and  compression  and 
direct  horizontal  and  vertical  shearing  stresses,  there  exist  also  stresses 
acting  in  diagonal  directions.  The  maximum  diagonal  stress  composed 
of  the  tension  and  the  shearing  stresses  is  called  diagonal  tension. 

In  steel  and  other  homogeneous  beams  diagonal  stresses  need  no 
attention.  In  reinforced  concrete,  however,  it  has  been  shown  in  beams 
tested  to  destruction  that,  beside  tensile  cracks  at  the  points  of  maximum 
moment,  diagonal  cracks,  caused  by  diagonal  tension,  develop  near  the 
supports.  (See  tests  on  pp.  418  to  427.)  These  cracks  have  been  often 
the  cause  of  failure,  frequently  without  warning,  especially  in  beams 
reinforced  with  straight  bars  only  or  provided  with  insufficient  web 
reinforcement.  The  need  of  low  working  stresses  and  effective  web 
reinforcement  is  discussed  in  paragraphs  which  follow. 

*The  above  principle  may  be  expressed  by  the  equation   Vp  a/*"  t^'  ~~j^»  which  lolvied    for  v 
will  give  formula  (5a). 
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Diagonal  Teoflim  in  Homogeiieoiit  Beami.  The  magnitude  and  in- 
dination  of  the  diagonal  tension  in  homogeneous  beams  may  be  found 
from  the  following  formula: 

Let 
fi  =  diagonal  tensile  unit  stress. 
fc  =  horizontal  tensile  unit  stress. 
V  =■  horizontal  or  vertical  shearing  unit  stress. 

Then*  

f4-^\f.+  '^Yf7+^  (53) 

The  direction  of  this  diagonal  tension  makes  an  angle  with  the  horizontal 

/ 
equal  to  one-half  the  angle  whose  co-tangent  is  \  — • 

From  the  formula  it  is  evident,  since  the  value  of  fc  ^md  v  vary  in  dif- 
ferent parts  of  the  cross  section  of  the  beam,  that  the  value  of  the  diag- 
onal tension  and  its  angle  of  inclination  also  vary.  At  the  bottom  of 
the  section  where  r=o,/rf=/tand  acts  horizontally.  At  the  neutral  axis 
the  direct  tension,/c = o,  which  reduces  the  formula  to/^=  v  and  the  angle 
of  inclination  to  45^. 

Measure  of  Diafonal  Tenikai  lor  Eeioloroed  Concrete  Beams.  In 
homogeneous  beams;  the  diagonal  forces  can  be  determined  easily  by 
means  of  formula  (53)  above.  In  reinforced  concrete,however,  the  diag- 
onal stresses  are  indeterminate  because,  as  seen  from  the  formula,  they 
depend  upon  the  horizontal  tensile  stresses  in  concrete, /c.  The  action 
of  concrete  in  tension  is  not  dependable.  It  varies,  also,  for  different 
stages  of  loading  because  for  larger  loadings  concrete  cracks,  thus  decreas- 
ing the  tensile  stresses  carried  by  concrete.  The  tensile  strength  of 
concrete,  which  may  be  disregarded  in  figuring  the  moment  of  resistance 
of  the  beam,  affects  the  magnitude  of  the  diagonal  tension  to  a  great 
extent  especially  near  the  ends  of  simply  supported  beams  where  the 
stresses  due  to  the  bending  moment  are  low  and  the  stresses  in  concrete 
may  not  exceed  its  breaking  strength  in  tension.  While  the  exact  de- 
termination of  diagonal  tension  is  impossible,  tests  show  that  the  ahear^ 
ing  imit  ftre«,  figured  as  given  on  page  367,  nuty  be  accepted  as  a  con- 
venient measure  of  diagonal  tension.  That  is,  the  diagonal  tension 
may  be  assiuned  as  proportional  to  the  direct  shearing  stress  so  that, 
by  adopting  proper  working  stresses  based  on  tests  producing  diagonal 
tension  failures,  formulas  for  shearing  stresses  may  be  used  for  diagonal 
tension.     This  measure  has  been  imiversally  accepted  and,  in  subse- 

*  For  derivation  see  Merriman's  '^  Mechanics  of  Materials/'  1905  edition,  p.  265. 
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quent  discussion,  diagonal  tension  is  expressed  in  terms  of  shearing 
stresses. 

Diagonal  Tension  in  Simply  Supported  Beams.  In  simply  supported 
beams,  diagonal  tension  cracks  start  at  the  bottom  of  the  beam,  not  at 
the  support  where  the  shear  is  greatest,  but  far  enough  out  for  the  ten- 
sile stresses  due  to  the  bending  moment  to  break  the  concrete.  Hence, 
the  importance  of  using  enough  tensile  steel,  in  addition  to  the  web 
reinforcement,  to  keep  these  imit  tensile  stresses  near  the  supports  low. 
Tests  of  beams  otherwise  comparable  in  size,  reinforcement,  and  load- 
ing, show  that  diagonal  cracks  that  actually  develop  can  be  prevented 
by  the  use  of  an  increased  amount  of  horizontal  steel  near  the  support. 
Not  more  than  two-thirds  of  the  horizontal  bars  in  simply  supported 
beams  should  be  bent  up  near  the  support. 

Diagonal  Tension  in  Continaotis  Beams.  In  continuous  beams  it  is 
the  top  of  the  beam  near  the  support  that  is  in  tension  instead  of  the 
bottom.  Accordingly,  to  prevent  cracks,  the  steel  should  nm  well  out 
on  each  side  of  the  support  before  being  bent  down  to  carry  the  tensile 
stresses  in  the  bottom  of  the  beam  near  the  center  of  the  span. 

The  proportion  of  the  bottom  horizontal  steel,  therefore,  that  may 
be  bent  up  in  fixed  and  continuous  beams  is  much  larger  than  in  simply 
supported  beams  and  may  even  exceed  two-thirdS  the  total  area  of  the 
steel  in  the  center  without  increasing  the  danger  of  diagonal  cracks. 
Enough  must  be  left  for  all^  requirements  of  tension  and  compression 
produced  by  the  bending  moments. 

Formulas  for  Shearing  Stresses  and  Diagonal  Tension.  A  convenient 
and  safe  method  of  determining  the  diagonal  tension  is  by  accepting  for 
its  measure  the  unit  shearing  stress  as  discussed  on  page  365. 

Let 

V  =  total  shear  at  section  considered.     (Reaction  minus  the  loads 

between  the  support  and  the  section.) 

V  =  horizontal  (or  vertical)  shearing  unit  stress  at  section  considered. 
b   =  breadth  of  beam. 

6'  =  breadth  of  web  of  T-beam. 

jd  =  moment  arm  or  distance  between  center  of  compression  and  center 

of  tension  (approximately,  in  a  T-beam,  distance  between  center 

of  slab  and  steel). 
Z  s  total  shearing  stress  or  diagonal  tension  in  a  given  length  of 

beam,  s. 
s    =  length  of  the  portion  of  the  beam  considered. 
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The  following  general  principles  and  formulas  are  discussed  in  para- 
graphs which  follow. 

(i)  Horizontal  (or  vertical)  shearing  stress  is  zero  at  the  top  of  the 
section  and  changes  according  to  a  parabola  till  it  reaches  its  maximum 
at  the  neutral  axis.    (See  Fig.  103). 


DIstrihytlon  of 
shearing  stresses 

Fig.  103. — ^Horizontal  and  Vertical  Shearing  Stresses  in  Beam.     (See  p.  368.) 


(2)  If  tension  in  concrete  is  neglected,  the  horizontal  (or  vertical) 
shearing  stress  is  constant  below  the  neutral  axis. 

(3)  Total  amount  of  horizontal  shearing  stress  developed  at  any  hori- 
zontal plane  below  the  neutral  axis  in  a  distance,  s,  is 


Vs 
Z=  — 

jd 


(54) 


(4)  Shearing  unit  stress,  the  measure  of  diagonal  tension,  is  total 

horizontal  shearing  stress,  Z,  divided  by  the  horizontal  area,  b  X  s, 

Vs 
that  is  r  =  -rr*  "="  *^- 

Hence 


V  = 


ijd 


(55) 


For  T-beams,  v  =  -7-— 

b'jd 


(5Sa) 


If  the  shear  V  changes  in  the  distance,  s,  the  same  formulas  may  be 
used  except  that  V  in  the  formula  is  the  average  shear  in  that  section. 

(5)  Vertical  shearing  unit  stress  is  equal  to  the  horizontal  shearing 
unit  stress,  and  acts  at  right  angle  to  the  plane  of  horizontal  shearing 
stress.  The  distribution  of  vertical  shearing  stress  over  a  vertical  sec- 
tion is  shown  in  Fig.  103. 


368  A  TREATISE  ON  CONCRETE 

(6)  Diagonal  tension  may  be  expressed  in  terms  of  the  shearing  stress 
and  the  above  formulas  may  be  accepted  as  its  measure. 

(7)  If  the  width  of  the  section  below  the  neutral  axis  is  not  constant, 
the  shearing  unit  stress  will  vary  with  the  width,  b.  The  minimum 
b  must  be  taken  in  figuring  the  maximum  shearing  unit  stress  and  the 
maximum  diagonal  tension. 

(8)  In  continuous  T-beams,  near  the  support,  the  maximum  shearing 
unit  stress  will  be  in  the  stem  right  under  the  flange.  The  shearing 
stress  and  diagonal  tension  in  the  plane  of  tensile  steel  is  small  because 
the  width,  b,  being  the  total  width  of  the  flange,  is  large. 

The  action  of  horizontal  shearing  striess  is  illustrated  in  Fig.  103.  A 
portion  of  a  beam  between  two  vertical  sections  subject  to  bending 
stresses  is  represented.  If  the  bending  moment  at  the  left  is  M;,  the 
shear,  F,  and  the  length  of  the  section,  s,  then,  from  the  principles  of 
mechanics,  the  bending  moment  at  the  right  is  Af^  =  3f/+  Vs. 

Since  the  bending  moment  at  the  right  is  larger  than  the  bending  mo- 
ment at  the  left,  the  imit  compressive  and  tensile  stresses  at  the  right  sec- 
tion are  larger  than  at  the  left.  Consider  an  arbitrary  longitudinal  plane, 
efj  above  the  neutral  axis.  The  compressive  stresses  above  this  plane 
represented  by  the  shaded  portions  of  the  triangles  are  at  the  left  equal 
to  Cyi,  and  at  the  right,  Cyr  =  Cyi+ACyi.  The  difference  between  the 
two  forces  Cyi  and  Cyr,  which  act  in  opposite  directions,  is  ACj^.  This 
tends  to  move  the  upper  portion  of  the  beam  along  the  plane  effieu  but 
is  kept  in  equilibrium  by  the  horizontal  shearing  resistance  in  the  . .  *x* 
on  that  plane.  The  shearing  imit  stress  is  equal  to  ACyi  divided  by  the 
area,  bs,  of  the  plane,  effiCi. 

At  the  top  of  the  beam  the  value  of  ACyi  and  also  the  total  shearing 

stress  is  zero  and  increases  steadily  according  to  a  parabola  till  it  reaches 

its  maximum  at  the  neutral  axis.    There  its  value  equals  the  difference 

between  the  total  compression  on  the  right  and  the  total  compression 

on  the  left.    From  the  ordinary  beam  formulas,  page  3SS,  we  know  that 

the  total  compression  may  be  found  by  dividing  the  bending  moment  by 

Ml 
the  moment  arm;  thus,  at  the  left,  the  total  compression  is  Q  =   .— ,  and 

Jd 

at  the  right,  C,.  =  -rf  =  — -'  +  -— • 

jd       jd       jd 

Vs 
The  difference  between  Q  and  C,.  is  thus,  -rf-    Therefore,  the  total 

amount  of  horizontal  shearing  stress  at  the  neutral  axis  for  the  length, 
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Vs 
5,  and  width,  6,  is  Z  =  -ry-    This  has  to  be  resisted  by  the  horizontaJ 

plane  of  the  beam,  hSy  so  that  the  shearing  unit  stress, 

Vs  V 

r  is  -TT  divided  by  hs,    or    w  =  rr^ .  (56) 

jd  bjd 

If  there  is  no  tension  in  concrete,  the  difference  between  the  stresses 
acting  above  any  plane  located  below  the  neutral  axis  is  the  same  as  the 
difference  at  the  neutral  axis.  Consequently  the  total  horizontal  shear- 
ing stress  is  uniform  at  all  planes  below  the  neutral  axis.  As  the  shear- 
ing unit  stress  depends  upon  the  width  i,  it  is  constant  for  rectangidar 
sections,  but  varies  with  variable  6. 

At  the  plane  of  reinforcement  the  stresses  in  steel  at  the  left  are 

Ti=  - ,- ;  and  at  the  right,  Tr  =  -rr  =  -^,'  +  -.  i  >  and  the  difference, 
jd  jd        jd        jd 

Vs 
Ti—  Tr  =  -rr-    This  shows  that  the  total  horizontal  shear  or  the  tend- 

ency  to  move  the  upper  portion  of  the  beam  is  the  same  at  the  plane 

of  the  bars  as  at  the  neutral  axis. 

If  there  is  tension  in  concrete,  the  total  horizontal  shearing  stress, 

Z,  on  any  plane  below  the  neutral  axis  will  be  decreased  by  the  difference 

in  tension  at  the  two  vertical  sections  above  that  plane. 

Vs 
The  increase  in  the  stress  in  steel,  equal  to  -73-,  between  the  two  sec- 

jd 

tions  considered,  must  be  transferred  from  the  steel  to  the  beam.  There- 
fore, bond  must  exist  between  steel  and  concrete  or  else  the  upper  portion 
of  the  beam  will  slide  on  the  steel  ihstead  of  increasing  its  stress.  Tests 
of  bond  or  resistance  to  slipping  of  bars  are  treated  on  page  429. 

Diagonal  Tension  Acting  on  an  Element  of  a  Beam.  Fig.  104  rep- 
resents the  stresses  to  which  any  element  of  a  beam  is  subjected.  In 
Fig.  104a  is  shown  a  rectangular  element  of  the  beam  the  sides  of  which 
are  dx  and  dy.  This  element  is  kept  in  equilibrium  by  six  forces:  two 
forces  f'fdy  acting  in  opposite  directions  being  either  direct  tension  or 
compression;  and  four  shearing  stresses  caused  by  the  increment  of 
the  moment,  as  explained  in  the  preceding  paragraphs.  The  two  hori- 
zontal shearing  stresses  form  a  couple,  which  is  resisted  by  a  vertical 
couple.  The  moments  of  the  two  couples  are  equal,  wherefore  the 
horizontal  shearing  unit  stress  must  be  equal  to  the  vertical  shearing 
unit  stress. 


Sfo 
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K  we  consider  any  inclined  plane  by  taking  a  triangle  instead  of  a 
rectangle,as  in  Fig.  104b,  we  find  that  this  triangle  is  kept  in  equilibrium 
by  five  forces:  one  of  them  isfcdy;  three  forces  are  shearing  stresses  on 
the  three  surfaces;  and  the  last  force  is  the  diagonal  tensiouy  fjdz.  The 
magnitude  of  this  force  may  be  found  from  formula  (53),  page  365.  For 
each  case  there  is  a  certain  inclination  of  the  plane  for  which  the  diagonal 
tension  is  a  maximum. 

Fig.  104c  represents  a  case  when  there  is  no  direct  tension  or  compres- 
sion or  y^=o  and  the  length  of  sides  are  imits.    In  this  case,  as  b  evident 


(tf) 


FkG.  Z04. — Stresses  Acting  on  an  Element  of  Beam.     (See  p.  369.) 

from  the  force  polygon  in  Fig.  io4d,  the  magnitude  of  the  diagonal  force 
isfd^2.  The  hypothenuse  is  V2;  consequently  the  diagonal  unit  force 
is  Vf  or  the  diagonal  unit  tensile  stress  equals  the  shearing  unit  stress. 
For  reinforced  concrete  beams^  the  shearing  unit  stress  is  considered  as 
the  measure  of  the  diagonal  tension  as  to  the  magnitude,  but  not  as  to 
the  direction,  as  seen  from  Fig.  104^  to  104^. 

Distribntiixii  of  IKagooal  Tmiiixii  to  Conerete  and  E^tizmpib  Tests 
prove  that  in  beams  with  web  reinforcement,  both  concrete  and  steel  resist 
the  diagonal  tension  found  by  formula  (54),  page  367.  The  relative 
portions  of  stress  taken  by  the  concrete  and  steel  are  somewhat  in- 
determinate.   Assumptions  variously  made  are: 
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(i)  Web  reinforcement  takes  all  the  diagonal  tenidon  with  no  re* 

liance  on  concrete.    The  web  reinforcement  therefore  resists 

Vs 
in  the  length  5;  -r-r-- 

jd 

(S)  Web  reinforoemeiit  takes  two-thirds  of  the  diagonal  tensum  and 
the  concrete  the  remainder.    Web  reinforoement  resists  in  the 

length,  s,  the  force  «  -A.    Where  the  shearing  unit  stress 

does  not  exceed  the  allowable  unit,  v\  all  stress  is  taken  by 
the  eonerete. 

(3)  Concrete  resists  a  certain  definite  unit  stress  per  square  inch, 

r',  the  whole  length  of  the  beam,  and  the  stirrups  resist 

the  remainder.    Then  in  a  length,  5,  the  concrete  resists 

^/hsy  and  the  web  reinforcement  resists, 

Zi—Z  —  vbs  —  -— —  vbs= —  -   s. 

jd  jd 

The  first  assumption  corresponds  to  that  made  in  ordinary  beam 
design  where  the  tensile  strength  of  the  concrete  is  disregarded.  Tests 
have  shown,  however,  that  the  actual  stresses  in  the  stirrups  are  less 
than  would  be  obtained  with  this  assumption  (see  page  419). 

The  second  assumption,  that  the  web  reinforcement  takes  two-thirds 
of  the  diagonal  tension  stress  and  the  concrete  the  remainder,  more  nearly 
corre^x>nds  to  actual  conditions  in  a  beam,  and  is  therefore  recommended 
for  adoption.*  At  first  thought  it  seems  irrational  to  assimie  that  con- 
crete without  stirrups  is  safe  for,  aay  40  lb.  per  sq.  in.,  whereas  a  stress 
of  4S  lb.  allows  only  15  lb.  for  concrete,  but  it  is  recognized  in  reinforced 
concrete  that  as  soon  as  the  limit  of  safe  strength  of  concrete  is  passed, 
a  large  proportion  of  the  stress  must  be  transferred  immediately  to  the 
steel. 

Area  and  Bpadng  of  Vertical  Btimps.  The  area  of  steel  and  the 
spacing  of  stirrups  may  be  found  by  placing  the  force  to  be  resisted, 
as  given  above,  equal  to  the  working  strength  of  the  stirrups  in  tension. 

Let 
X    =  distance  in  feet  from  left  support  to  point  at  which  required  spacing 

is  desired. 
xi  =  distance  in  feet  from  left  support  to  point  beyond  which  stirrups 

are  unnecessary. 
I    =  span  of  beam  in  feet. 
w  =  uniform  load  in  pounds  per  foot. 

*  Also  recommended  by  the  Joint  Committee  on  Concrete  and  Reinforced  Concrete. 
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V  =  total  vertical  shear  in  pounds  at  section  x  feet  from  left  support. 

V  =  total  shearing  unit  stress  at  section  in  pounds  per  square  inch. 

r'  =  allowable  shearing  unit  stress  (or  diagonal  tension)  on  concrete 
alone. 

As  =  cross-sectional  area  of  all  legs  of  a  vertical  stirrup  in  square  inches. 
(In  a  U-stirrup  this  is  the  sum  of  the  area  of  the  two  legs.) 

/,   =  allowable  unit  stress  in  stirrups  in  poimds  per  square  inch. 

jd  =  distance  in  inches  from  center  of  compression  to  center  of  hori- 
zontal reinforcement.  (In  a  T-beam,  this  may  be  taken  as 
distance  between  center  of  slab  and  steel;  in  a  rectangular  beam, 
as  0.87  of  the  total  depth  to  steel.) 

b    =  breadth  of  beam  in  inches. 

b'  =  breadth  of  web  in  T-beam  in  inches. 

s    =  spacing  of  stirrups  in  inches  at  a  place  x  feet  from  left  support. 

Since  ^4,  is  the  area  of  a  stirrup  resisting  diagonal  tension  in  a  distance, 

Sf  and  fs  is  the  tensile  strength  of  steel,  the  strength  of  the  stirrup  in  pull 

is  Asfs.    The  area  of  stirrups  and  the  spacing  for  different  assiunptions 

of  distribution  of  diagonal  tension  between  stirrups  and  concrete  may 

be  found  as  follows  :* 

(i)  Area  and  spacing  if  stirrups  take  all  the  diagonal  tension, 

,     Vs  Vs 

The  diagonal  tension  to  be  resisted  is  -— .     Hence  AJs^  -rr  >  and 

3d  jd 

As  =  ^s     (57)     and    s  =  ^-As  (s7a) 

Jdfs  V 

» 

(2)  Area  and  spacing  if  stirrups  take  two-thirds  of  the  diagonal  tension. 

Diagonal  tension  to  be  resisted  is  —  t-t-     Hence  Asfs= r-  ,  and 

3  jd  3  r^ 

we  get  by  solving  for  A^  and  5, 


x  =  i 


—  5    (58)    and    s  =  ^^A,  (s8a) 

3  fsjd  2     V      ' 

Formulas  (58)  and  (d8a)  are  recommended  by  the  authors. 

(3)  Area  and  spacing  if  concrete  takes  a  definite  amount  of  shear,  v\ 

and  the  stirrups,  the  remainder. 

The  stress  resisted  by  concrete  in  the  distance,  s,  equals  r'  bs.     As 

Vs 
the  total  stress  is  Z  =  -— ,  the  stirrups  must  carry  the  difference, 

jd 

*  The  numbers  of  the  formulas  are  changed  from  the  second  edition. 
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Vs       ,^              V-v'bjd 
-.-  —  v'hsy    or     —^^  5. 

jd  Jd 

Equating  this  to  the  resistance  of  the  stirrup,  i4,/„  and  solving  for  A^ 
and  Sy  we  get 

(F-r;^^    (59)     and    5  =  --^'^'^— ^        (59a) 
/Jd  {V'-v'bjd) 

In  T-beams  use  width  of  web  V  in  place  of  h. 
TTniformly  Distributed  Loading.*    For  uniformly  distributed  loading 
of  w  per  lin.  ft.,  the  shear  involving  diagonal  tension  at  any  point 

distant  from  the  support  is  F  = wx  ^ — •  (/  —  2«),  which,  sub- 

2  2 

stituted  above,  gives: 

(i)  //  stirrups  take  aU  the  diagonal  tension.  - 

A,  =  ""Ji-.'As    (60)    and    ,  =     f'^^      A.  (6oa) 

2jjd  W{l—2X) 

(2)  If  Stirrups  take  two-thirds  of  the  diagonal  tension. 

i4,  =  — ^ -s    (61)    and    s  =     y'-' A,  (6ia) 

Zfsjd  w  {/  -  2%) 

Formnlai  (61)  and  (61a)  are  reoommended  by  the  anthon. 

(3)  //  concrete  takes  definite  amount  of  shear,  v\  and  stirrups,  the  rest. 

2fsjd  w{l  —  2x)  —  2v'bjd 

In  T-beams  use  width  of  web  b'  in  place  of  b. 
Tables  9  and  10,  made  for  case  (2),  where  concrete  is  assiuned  to  take 
one-third  of  the  shear  and  stirrups  two-thirds  are  given  on  page  585. 
These  are  reconmiended  for  general  use. 

Stirrups  should  be  spaced  by  equation  (58a)  or  (6ia)  up  to  a  section 
where  unit  shear  equals  working  shearing  strength  of  concrete,  bearing 
in  mind,  however,  that  the  maximum  spacing  should  not  exceed  three- 
fourths  the  depth  of  the  beam.  The  distance  from  the  support  to  the 
point  where  no  stirrups  are  required,  for  imiform  loading  isf 

*  The  numbers  of  the  formulas  are  changed  from  the  second  edition. 

t  The  diagram  of  shearing  unit  stresses  is  a  triangle  (Fig.  159,  p.  526.)  from  which 

the  distance  Xi  may  be  obtained  by  the  known  rule  —  -5-  /  —  —  xi )  —  r  -i-  »'.    This  equa- 
tion solved  for  Xi  gives  formula  (64),  page  374. 
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^^=7(^-t) 


(64) 


From  the  above  formulas  it  is  evident  that  the  necessary  spacing  of  stir- 
rups is  inversely  proportional  to  the  total  shear  V  at  any  point  and  there- 
fore is  the  smallest  at  the  end  of  the  beam  and  increases  toward  its  middle. 

Many  constructors  advise  the  insertion  of  occasional  stirrups  through- 
out the  entire  length  of  the  beam  even  if  they  are  not  theoretically  neces- 
sary. 

For  a  small  beam  where  the  stirrups  are  spaced  imiformly,  for  con- 
venience, only  the  minimum  value  of  s  needs  to  be  figured. 

ITsefiiliiess  of  Web  Beinforcement  Niunerous  tests  have  demon- 
strated that  a  beam  properly  reinforced  with  stirrups  or  bent  bars  sus- 
tains three  or  four  times  as  much  load  as  the  same  beam  without  web 
reinforcement.  The  same  tests,  however,  show  that  the  web  reinforce- 
ment retards  the  appearance  of  first  diagonal  cracks  only  very  little  and 
that  the  web  reinforcement  does  not  get  any  stress  until  the  first  crack 
appears.  It  has  been  noticed*  also  thatv.under  working  loads  (that  is, 
before  the  diagonal  tension  exceeds  the  tensile  strength  of  the  concrete) 
the  beam  acts  similarly  to  a  homogeneous  beam,  and  as  would  be 
expected,  the  stress  in  the  stirrups  is  sometimes  compressive  instead  of 
tensile.  p    . 

This  is,  nevertheless,  no  argument  against  the  use  of  web  reinforce- 
ment, because  in  beams  without  stirrups,  final  failure  follows  closely  the 
appearance  of  the  first  crack,  while  with  beams  having  web  reinforce- 
ment, stirrups  and  bent  bars  represent  a  factor  of  safety  which  allows 
stressing  of  concrete  in  diagonal  tension  nearly  to  its  ultimate  strength 
without  any  danger  to  the  stability  of  the  structure.  Under  working 
loads  the  stirrups  may  not  act,  but  in  case  of  overstressing,  due  to 
faulty  construction  or  to  occasional  excessive  loading,  the  stirrups  pre- 
vent the  failure  of  the  beam.  The  minute  cracks  that  may  open  are 
not  dangerous  and  in  many  cases  are  hardly  visible. 

Web  Beinforcement  for  Continnoiu  Beams.  The  formulas  given  above 
are  based  upon  results  obtained  from  the  tests  of  simply  supported 
beams.    Their  use  for  continuous  beams  is  on  the  safe  side. 

In  continuous  beams,  several  conditions  tend  to  prevent  or  at  least  to 
retard  the  formation  of  diagonal  cracks.  The  compressive  force,  due 
to  the  reaction,  tends  to  close  the  developed  cracks.  There  exists  also 
almost  invariably  some  arch  action,  which  decreases  the  direct  and 

*  Bulletin  No.  64,  University  of  Illinois,  January  13,  1913. 
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diagonal  tension.  In  continuous  T-beams,  the  horizontal  shearing  unit 
stress  is  zero  at  the  bottom  and  increases  till  it  reaches  a  maximum  at 
the  neutral  axis.  From  there  it  is  constant  till  it  reaches  the  bottom  of 
the  flange.  As  the  width  of  the  flange  is  much  larger  than  the  width  of 
the  stem,  the  shearing  unit  stress  in  the  flange  is  much  smaller  than  in 
the  stem.  Diagonal  cracks,  therefore,  tend  to  open  in  the  portion  be- 
tween the  neutral  axis  and  bottom  of  flange,  and  larger  unit  stress  is 
required  to  open  them  than  in  simply  supported  beams.  As  there  have 
been  comparatively  few  tests  on  continuous  beams,  the  formulas  for 
web  reinforcement  given  above  should  be  used. 

Web  Beinftroement  for  Oantileven.  The  conditions  affecting  web 
reinforcement  is  the  same  for  cantilevers  as  at  the  supports  of  con- 
tinuous beams.  In  cantilevers  supx)orting  vertical  loads,  vertical  stir- 
rups must,  therefore,  be  attached  to  the  tension  steel  (at  the  top)  and  the 
free  ends  hooked  in  the  compressive  portion  of  the  beam  (at  the  bottom). 
In  other  cantilevers,  the  stirrups  must  be  placed  parallel  to  the  direction 
of  the  force  and  attached  in  the  manner  suggested  above. 

COLUMN  FORMULAS. 

For  reinforced  concrete  colunms  centrally  loaded,  the  following  formu- 
las may  be  developed: 
Let 

/    =  average  compressive  unit  stress  upon  the  reinforced  coliunn,  equal 

to  the  total  load  divided  by  the  effective  area. 
Jc  =  average  compressive  unit  stress  upon  the  concrete  of  the  column. 
/,   =  average  compressive  unit  stress  upon  the  vertical  steel  in  the 
colmnn.     . 

n   =  — '  =  ratio  of  modulus  of  elasticity  of  steel  to  modulus  of  elasticity 
-^ 

of  concrete. 
P  =»  load  to  be  sustained  by  the  column. 

A  =  area  of  total  effective  cross-sectionof  coliunn  (see  pp.  289  and  558). 
-4^  =  area  of  concrete  in  effective  cross-section. 
Ai  =  area  of  steel  in  cross-section. 

P   =  -j^  =  ratio  of  area  of  steel  to  total  effective  area  of  column. 
A 

Since,  as  is  evident  from  tests,  a  reinforced  concrete  column  under 
load  acts  as  a  unit,  the  deformation  or  shortening  of  steel  in  the  column 
is  the  same  as  the  deformation  or  shortening  of  the  concrete. 
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„  ,      .      stress  per  square  inch  ..  ,  r         ^.       , 

From  mechamcs, T-f P-^ — —. —  =  unit  deformation,  hence 

modulus  of  elasticity 

—  =  unit  deformation  of  steel  and  —  =  unit  deformation  of  concrete. 
Es  Ec 

The  deformation  of  steel  in  a  reinforced  column  is  the  same  as  the 

E 
deformation  of  concrete  and  since— ^=  n,  we  have: 


|  =  A  and  /;  =  «/. 


The  stress  in  steel  is  therefore  equal  to  the  stress  in  concrete  multiplied 
by  the  ratio  of  the  moduli  of  elasticity, «. 

If  a  column  sustains  a  load  P,  stresses  in  steel  and  in  concrete  must 
be  equal  to  the  load.    Hence:  P=/.i4^+/j-4,    or    P  =jc^^  ftfcAg 
Since  Ac=A—Asj  we  have  P=fc  {{A—A^+nA^    Finally, 

P=/,U  +  (n~i)^]      (65)      and     f,^  /  (65a) 

A  +  {n  —  1)  As 

The  area  of  steel,  i4„  may  be  expressed  in  terms  of  A,  by  substituting 
i4,=^i4,  which  changes  the  above  formulas  to 

P^fcA{i'^{n-i)p\      (66)      and     f,=  f r-:  (66a) 

A[i+(n-i)  p] 

Knowing  the  stress,  fc,  and  the  percentage,   p,  we  may  find  the 
required  area  from 

P 

A  =  ^ :  (67) 

/,[i+(n-i)i>l 

Knowing  the  stress, /„  and  the  total  area,  the  required  area  of  steel, 
Agj  and  the  percentage  may  be  foimd  from 

^  =  ^P^  (68)      and  p  ^  I^zA±         (68a) 

The  average  unit  stress  which  is  the  total  force,  P,  divided  by  the 
effective  area,  Ay 

P  P 

^«-  and  i4=- 

A  f 
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The  relation  between  /  and  fc  may  be  found  by  substituting  for  P  in 
the  above  equation  its  value  from  formula  (66),  giving 

f^fcli  +  (n-i)p]  (69) 

Values  of  /  for  different  percentages  of  steel  are  given  on  page  599. 

Columns  with  Spiral  Bemforcement.  The  ultimate  strength  of  a 
column  with  spiral  reinforcement  depends  upon  (i)  the  amoimt  of 
vertical  steel,  and  (2)  the  amount  of  spirals.  Therefore  in  formulas  for 
the  breaking  strength  of  a  spiral  column  the  amoimt  of  spirals  must  be 
considered.  In  design,  however,  the  elastic  limit  and  not  the  break- 
ing strength  of  the  colunm  is  the  determining  value  as  explained  on 
page  456.  As  this  is  not  affected  by  the  amount  of  spiral  reinforcement, 
but  by  the  amount  of  vertical  steel  only,  the  formulas  given  above  for 
coliunns  with  vertical  steel  can  be  used  and  the  difference  in  the  two 
types  taken  care  of  in  the  assumed  working  unit  stresses  in  the  concrete. 
(See  p.  561.) 

MEMBERS  UNDEB  FLEXUBE  AND  DIBECT  STBESS 

The  following  formulas  apply  to  cases  in  which  members  are  sub- 
jected: (i)  simultaneously  to  a  bending  moment  and  a  direct  thrust; 
(2)  to  an  eccentric  thrust.  The  first  condition  takes  place,  among 
others,  in  wall  columns,  which  besides  the  vertical  load  must  sustain 
a  bending  moment  caused  by  a  rigid  connection  between  the  beam  and 
the  column.  The  second  condition  occurs  in  arches  when  the  line  of 
pressure  does  not  coincide  with  the  neutral  axis  in  which  case  the  thrust 
acts  on  an  eccentricity  (see  p.  718).  A  central  load  and  a  bending 
moment  may  be  replaced  by  an  eccentric  thrust  in  which  the  eccen- 
tricity equals  the  bending  moment  divided  by  the  thrust,  and  in  turn 
the  eccentric  thrust  can  be  replaced  by  a  central  load  and  a  bending 
moment  equal  to  the  thrust  multipUed  by  the  eccentricity.  Therefore 
the  two  cases  will  be  treated  at  the  same  time  because  the  method  of 
determining  stresses  is  exactly  the  same  in  both  cases. 

PLAIN  CONCBETE  SECTION  UNDEB  DIBECT  STBESS  AND 

BENDING  MOMENT 

General  Formula.  For  members  subjected  to  a  central  load  and  a 
bending  moment  (or  to  an  eccentric  thrust)  the  stresses  may  be  ob- 
tained by  computing  separately  the  stresses  caused  by  the  central  load 
and  by  the  bending  moment.  The  sum  of  the  results  then  gives  the 
actual  stresses. 
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Notation 

Let 

R     »  resultant  of  all  forces  acting  on  any  section. 

f^     =»  maximum  unit  compression  in  concrete. 

f^     =-  maximum  unit  tension  in  concrete  or  minimum  compressioiL 

N    =-  thrust,  a  component  of  the  forces  normal  to  the  section. 

V     »  shear,  the  component  of  the  force  R  parallel  to  the  section. 

h      »  breadth  of  rectangular  cross  section. 

h      —  height  of  rectangular  cross  section. 

e  "-  eccentricity,  that  is,  the  distance  from  gravity  axis  to  the  point  of 
application  of  the  thrust  which  is  the  intersection  of  the  line  of 
pressure  with  the  plane  of  the  section. 

M    »  bending  moment  on  the  section. 

y     »  perpendicular  distance  from  gravity  axis  to  any  point  in  the  section. 

/  »  moment  of  inertia  of  entire  cross  section  of  concrete  about  the  hori- 
zontal gravity  axis. 

/^  <-  moment  of  inertia  of  cross-section  of  steel  about  the  horizontal  grav- 
ity axis. 

A    =  total  area  of  cross-section, 

i4,    =  total  area  of  section  of  steel. 

y,  —  perpendicular  distance  from  gravity  axis  of  unsymmetrical  section 
to  outside  fiber  having  maximum  compression. 

jt  *  perpendicular  distance  from  gravity  axis  of  unsymmetrical  section 
to  outside  fiber  having  maximum  tension  or  minimum  compression. 

fg     *  maximum  imit  compression  in  the  steel. 

/^     «  maximum  unit  tension  or  minimum  unit  compression  in  the  steel. 

p  *  ratio  of  steel  to  total  area  of  section;  for  rectangular  sections  p  - 
ratio  of  steel  area  to  hh. 

n      «—»  ratio  of  moduli  of  elasticity  of  steel  and  concrete. 

k      "*  ratio  of  depth  of  neutral  axis  to  depth  of  beam  A. 
kh    *  distance  from  outside  compressive  surface  to  neutral  axis. 
d'     -•  depth  of  steel  in  compression. 
d      *  depth  of  steel  in  tension. 

a      *  distance  from  center  of  gravity  of  symmetrical  section  to  steel. 
^0     —  value  of  eccentricity  which  produces  zero  stress  in  concrete  at  outer 
edge  of  rectangular  section  opposite  to  that  on  which  thrust  acts. 
C^  C^  —  constants. 
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The  stresses  produced  by  a  central  load  are  unifonnly  distributed 

N    ' 
and  are  equal  to  — .    The  stresses  produced  by  the  bending  moment, 

M,  at  any  point  at  a   distance,   y,    from  gravity  axis,  as  found  by 

mechanics,  equals  ±  — -^.   The  sign  depends  upon  whether  the  point 

is  above  or  below  the  axis.     The  combined  stresses,  therefore,  at  any 

distance,  y,  from  the  axis  of  gravity  equals  the  sum  of  the  two  above  ex- 

N     My 
pressidns,   i.e.  --  ±  —^  •  From  the  above,  it  is  evident  that  the  second 

A        I 

term  varies  with  the  position  of  the  point  in  relation  to  the  axis  of 

gravity.    Therefore  the  stresses  vary  from  a  maximum  at  one  edge  to 

a  minimum  at  the  opposite  edge.  - 

Formulas  for  Bectangnlar  Sections.    Since  in  a  rectangular  section, 

A  =  bh,  and  /  =  — ,  the  above  formula  for  stress  at  any  point  changes 

N      12  Afy 
to  /c  =  ~  ±  •    Since  the  bending  moment,  M,  equals  Ne,  the 

on  brr 

N  (  i2cv\ 

above  formula  may  also  be  written,  /^  =  ii  (  ^  ^  "IT'  )•     ^  ^  ryjX&y 

we  are  concerned  with  maximum  and  minimum  stresses  which  occur 

f or  y  =  db  -•     After  substituting  the  value  for  y,  we  get 
2 

N  (        (>e\ 
Maximimi  compressive  stress,  /c  =  —  (iH —  I  (70) 

bh\         h/ 

Minimum  stress,  (.  —  —  (i—  —  I  (71) 

•^       bh\         h) 

The  maximimi  stress  is  always  compression.    The  minimum  stress 
from  Formula  (71)  may  be  either  compression  when  -r  is  smaller  than 

n 

h  h 

unity,  that  is,  when  e  is  smaller  than  -•    For  ^  =  7,  or,  when  the  force 

acts  at  the  edge  of  the  middle  third  of  the  section,  the  minimimi  stress 
equals  zero,  and  the  maximum  stress  equals  double  the  stress  caused  by 
a  central  load  of  equal  intensity.     (See  Fig.  105,  p.  380.) 

When  e  is  larger  than  -,  that  is,  if  the  load  acts  outside  of  the  middle 

6 

third,  then  the  minimimi  stress  is  negative,  i.e.  the  section  is  subjected 


38o 
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to  tension.    In  such  a  case,  this  formula  can  be  applied  only  when 
the  material  is  capable  of  canying  tensile  stresses. 

If  the  material  cannot  resist  tension,  as  in  masonry  foundations,  or 
in  concrete  where  tension  exceeds  the  allowable  stress,  it  is  necessary 


Force  Outade  the  Middle  Third 


Focce  Within  the  liSddle  Third 
Fig.  105. — Stresses  Caused  by  Eccentrically  Applied  Thrust.    (See  p.  379.) 


Force  at  Edge  of  the 
Middle  Third 


to  assume  that  the  pressure  is  distributed  only  over  a  section  equal 
to  three  times  the  distance  of  the  point  of  application  on  the  load  from 
the  nearest  edge.  (See  Fig.  106.)  If  that  distance  Lb  g,  the  total 
effective  width  of  the  section  is  3^.    Substituting  in   Formula  (70), 

e  =—,  and  h  =  3^,  we  get  for  plain  concrete  and  masonry 


2iv; 


(72) 
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SECTIONS 

General  Formulas.  The  distribution  of  stresses  over  a  reinforced  con- 
crete section  caused  by  a  central  force  and  a  bending  moment  can  be 
determined  by  the  following  formulas. 

As  in  column  design  (p.  376),  the  area  of  steel  may  be  replaced  by 
an  area  of  concrete  obtained  by  multiplying  the  steel  area  by  «,  the 
ratio  of  the  modulus  of  elasticity  of  steel  to  the  modulus  of  elasticity  of 
concrete.  This  concrete  should  be  placed  at  the  same  distance  from 
the  neutral  axis  as  the  steel  area.  The  area  of  the  transformed  section, 
then,  is  A  +  {n—  i)Aj,  The  stresses  may  be  obtained  by  deter- 
mining separately  the  stresses  caused  by  the  central  thrust  and  by  the 
bending  moment.    The  sum  of  the  two  stresses  gives  the  actual  stress. 

The  stress  due  to  the  central  thrust  equals  the  thrust  divided  by  the 
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area,  or 


N 


My   . 


The  stress  caused  by  the  bending  moment 


equals  ^~^,  in  which  /t  is  the  moment  of  inertia  of  the  transformed 
it 


Fig.  106. — Stresses  Caused  by  a  Force  Acting  Outside  the  Middle  Third  of  Plain 

Concrete  Section.    {See  p.  380.) 

section  and  is  equal  to  /  +  (»  —  i)  /,.     Substituting  in  the  above  ex- 
pression the  value  for  the  bending  moment,  M  =  Ne,  and  the  value  for 

the  moment  of  inertia,  the  stress  produced  by  the  bending  moment 

Ney 

equals  _  ,  , rr-    Therefore  the  imit  stress  in  the  concrete  at  any 

/+(n— i)/, 

distance,  y,  from  the  gravity  section  is 


/<  = 


A' 


Ney 


A  +{n-i)A,      r  +  (n-i)T, 


(73) 


It  is  evident  that  the  stress  is  a  maximum  in  fibers  for  which  y  is  a 
maximum.  The  stress  may  be  compression  over  the  entire  section,  or 
compression  over  a  portion  of  it,  and  tension  over  the  remaining  por- 
tion, dep>ending  upon  the  relative  magnitude  of  the  two  expressions. 

Stress  in  steel  equals  the  stress  in  the  concrete  fiber,  placed  the  same 
distance  from  the  gravity  axis  as  the  steel,  multiplied  by  »,  the  ratio  of 
moduli  of  elasticity. 
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Since  in  a  rectangular  section 
A  =  bhj  and  A^  =  pbh,  and  the  moment  of  inertia  of  the  composite 

section,  /•*!-(«—  i)/,  = h  («  —  i)pbha^,  the  unit  stress  in  concrete 

12 

at  a  distance,  y,  from  the  gravity  axis  is 


38a 
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bh\i  +  (n  —  i 


)P      A^  + 


12  ye  \ 

12  {n—  i)  pa^J 


(74) 


The  stress  is  compression  when  the  result  is  positive,  and  tension 
when  it  is  negative. 
Maximum  and  minimum  stresses  are  for  outside  fibers,  for  which  the 

distance  is  ^^  =  —    The  above  formulas,  therefore,  change  to 


Maximum  and  minimlmi  stresses  in  concrete, 

f,=^ i ± 'Ji \^ 

bh\x-\-{n-x)p      A«  +  i2(»-i)/>aV 
Maximuin  and  minimum  stresses  in  steel, 

,  _    N  I  I  ,  12  ae \ 

~  ^bk\i  +  (.n-i)p      A*  +  i2(n-i)/>oV 


JVC, 
bh 


(7S) 


(76) 


Use  Fig.  108,  p.  383,  to  find  the  value  of  the  parenthesis,  or  Ce,  in 
formula  (75)  for  the  conditions  given  in  the  diagram. 


\f,P^h 


Force  Producing  Compression  upon 
the  Whole  Reinforced  Section 


Force  Acting  at  a  Distance  Larger  than  eo  from 
the  Axis  of  Gravity  of  Reinforced  Section 


Fig,  107. — ^Stresses  in  Reinforced  Concrete  Section  Caused  by  Eccentrically  Applied 

Thrust.     {See  p.  382.) 


Effect  of  Eccentricity.  As  in  plain  concrete  sections,  the  location  of 
the  center  of  thrust  determines  the  distribution  of  the  stress,  as  evi- 
dent from  the  above  equations.  If  the  thrust  acts  at  the  center  of 
gravity,  there  is  uniform  compression  over  the  whole  section.  As  the 
center  of  thrust  Ues  farther  and  farther  from  the  gravity  axis,  the 
compression  at  the  opposite  surface  decreases  until  it  finally  becomes 
zero,  and  then  tension. 

When  the  first  term  in  the  brackets  of  the  above  equation  is  greater 
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than  the  second,  the  minimum  stress  in  the  concrete  will  be  compres- 
sion. When  the  two  terms  are  equal,  the  stress  is  zero  in  the  outer 
edge  of  the  concrete  on  the  opposite  side  to  that  on  which  the  thrust 
acts.  When  the  second  term  is  greater  than  the  first,  the  result  from 
the  formula  will  be  negative  and  the  minimum  stress  will  be  tension. 

K  the  tension  determined  by  the  above  formula  exceeds  the  allow- 
able tension  on  concrete,  the  above  formulas  are  not  applicable  and  the 
formulas  gi^'^en  on  page  386  should  be  employed. 

Thrust  Applied  So  That  the  Compression  at  One  Surface  Becomes 
Zero.  The  eccentricity  for  which  this  occurs  may  be  determined  by 
equating  the  two  terms  in  formula  (75)  and  solving  the  resulting  equa- 
tion for  e. 


Fig.  109. — Stresses  Caused  by  a  Force  Acting  at  a  Distance  Larger  Than  e©  from 
the  Axis  of  Gravity  of  Reinforced  Section.     (See  p,  384.) 


Using  previous  notation  and  abo  letting  Co  =  value  of  e,  which  makes 
the  stress  zero,  then 

i  +  {n-\)p       6h 
In  the  above  case,  the  formula  on  page  382  changes  to 


^o^ 


(77) 


Maximum  unit  compression  in  concrete, 

2.V 


/c  = 


bh{i  +  {n-i)p) 
Maximum  unit  compression  in  steel, 

^'      bh{i  +  {n-i)p)\         h) 
Minimum  compression  in  concrete  =  o 


(78) 


(79) 


Minimum  compression  in  steel  is  very  small  and  does  not  need  to 
be  determined. 
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lHatribation  of  Stress  When  One  Surface  Is  In  Teoaion.  Wlien  the 
thrust  is  applied  at  a  distance  from  the  gravity  axis  greater  than  the 
eccentricity,  e„,  derived  by  Formula  (77),  page  384,  and  the  concrete 
is  assumed  to  be  unable  to  cany  any  tension,  then  Formulas  (78)  and 
(79),  page  384  are  no  longer  applicable,  and  the  following  metliod  may 
be  used  in  detennimng  the  stresses.  In  this  method,  the  steel  on  the 
side  opposite  to  that  on  which  the  thrust  acts  is  assumed  to  carry  all 
the  tension  stresses.  Referring  to  Figure  no,  page  385,  and  making 
the  same  assumptions  as  given  in  connection  with  simple  flexure  on 
page  351,  we  find  the  following  relation  between  the  stresses  in  steel 
and  in  concrete; 


Fig.  iio. — Stresses  Cwued  by  A  Force  ProdDcin)(  Compression  uid  Ttniion  upon  a 
Rciniorcal  Sectkn,  Teosfle  Strength  of  ConcrcU  Neglected.    (See  p.  385.) 


Unit  comfffcssive  stress  in  the  af^Jer  steel  is 

/  =  ,,(.-£)  and 

the  tmit  tensioii  in  the  lower  steel  b 


(«o) 


/.-«/<" 


kk 


ii) 


The  stresses  may  be  determined  from  the  principle  that  for  equilibrium 
the  sum  of  the  stresses  acting  on  a  section  must  equal  the  thrust,  and 
that  the  beiding  moment  of  the  external  forces  (which  b  the  thrust 
moltqriied  by  the  eccentricity)  equals  the  moment  of  resistance  of  the 
intemal  streaaea.  Fnxa  the  fm  principle,  we  tu 
.  pbk 


N" 


!\m  ^  fMh  _  f,pbk 
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Substituting  the  values  for/,'  and/,  from  (80)  and  (81), 

2  k 

The  moment  of  the  stresses  about  the  gravity  axis,  obtained  by  tak- 
ing the  sum  of  the  moments  of  all  the  stresses  about  the  gravity  axis, 
after  eliminating  fl  and/,  by  the  use  of  Equations  (80)  and  (81),  is 

XhFk       4       6  / 

By  equating  the  expressions  in  Formulas  (83)  and  (84)  to  the  known 
thrust  and  known  bending  moment,  we  get  two  equations  from  which 
the  unknown  xTilues  of  k  and  /^  may  be  determined.  This  would  mean, 
however,  solving  equations  with  the  third  power.  In  practice,  the  use 
of  the  cur\'es  given  on  page  387  and  388  will  be  found  convenient. 
Calling  the  quantity  in  brackets  in  Formula  (84), 


» we  may  write 


M  =  CJ,b»  (8s) 


from  which 


/c  =  -^—  and  (86) 

The  value  of  C«  is  dependent  upon  the  known  dimensions  of  the  sec- 
tiiin  and  eccentricity;  therefore,  cur\"es  in  Fig.  112,  page  388,  have 
been  drawn  to  simplify  the  determining  of  the  stresses. 

Detenninmf  the  Titae  of  i^.  The  \^ue  of  i  in  Formula  (80)  or  (81*), 
cvu*e  3S5,  can  be  obtained  as  follows: 

Since  the  moment,  M.  equals  AV,  the  thrust  multiplied  by  the 
eooentricity.  Equation  ^S^l  multiplied  by  r  may  be  equated  to  the 
tonnula  for  bending  moment  (84^.    The  resulting  equation  is  as  follows: 


.<M> 


+  olV--)**^*«^^=3*^^-i-^  (88.^ 
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k»  Ratio  of  Depth  cf  Neu^rol   Axo     to    Depth  of  Section  . 

Fig.  112. — Diagiam  for  Determming  Constsmts  Ca  to  be  used  in  Foomxla  (86). 

Based  on  »  «  15  and  2a  =»  — JL    {Sm  f.  389.) 
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If  the  value  of  k  must  be  deterniined  directly,  substitute  *  =  2  — 
(  T^  —  J  j  when  Equation  (88)  takes  the  form  2*  +  />2  +  ^  =  (?,  and 
since  by  Cardan's  formula, 


8 


the  \'alue  of  k  may  be  computed.    This  follows  the  method  suggested  - 
by  Professor  M5rsh  in  "Der  Eisenbetonbau,"  1906,  page  iii. 

Cmres  for  Determniinf  ValSieB  of  k  and  C^.  (Equations  86  and  88). 
The  formulas  for  k  and  Q  are  complicated  and  not  adaptable  for  prac- 
tice- To  simplify  the  determining  of  the  stresses,  two  sets  of  curves 
are  given  on  pages  387  and  388:  (i)  curves  in  which  the  values  of  k  can 

be  found  for  given  values  of-  and  ratio  of  steel,  p ;  (2)  curves  from  which 

h 

values  of  C^  can  be  taken  for  any  value  of  k  and  £atio  of  steel,  p. 
The  curves  for  values  of  k  were  obtained  by  solving  Equation  (88) 

€  A. 

for  -,  using  «  =  15  and  2a  =  -h.    This  gives 
*  5 

k       3** +  90/.* -45^ 

c 
From  the  above  equation,  curves  for  -  are  readily  drawn  for  different 

h 

percentages  of  steel  and  varying  values  of  k  without  solving  the  third 
power  equation. 

Peimuiiung  of  Btresaes  by  Use  of  Duifrains.  In  finding  the  unit 
stresses  for  a  given  section  having  an  eccentricity  greater  than  €«  (see 
p.  384)  and  containing  a  kno^^^l  quantity  of  steel,  the  following  quanti- 
ties would  be  known:  breadth,  b;  depth,  h;  ratio  of  steel.  p\  ratio  of 
elasticity,  «;  eccentricity,  e;  and  moment,  M.  The  method  of  pro- 
cedure of  finding  stresses  may  then  be  as  follows. 

^  _     Ml. 

Determine---    Enter  the  bottom  of  Fig.  iii,  pagt  387,  with  this 
k 

value  of  y  and  find  the  k  corresponding  for  the  given  percentage  of 


steel.     Then  with  this  value  of  k  enter  Fig.  112,  page  388,  and  find  Q. 

M 
Apply  Formula  (86  j,  page  386,  where /^  =  TTTt;' 

Having  found  the  imil  stress  in  the  concrete,  the  unit  stresses  in  the 
steel  mav  be  determined  from  formulas  (80)  and  (81),  page  385. 
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FOBSfULAS  FOR  BiaNFOftCED  CONCBETE  CHnaMET  AHD 
HOLLOW  CIRCULAB  BEAM  DESIGNS 

Reinforced  concrete  chimneys  may  be  regarded  as  vertical  canti- 
lever beams  supported  at  the  base.  The  loads  to  be  provided  for  are 
(i)  the  weight  of  the  chimney  and  (2)  the  wind  pressure.  Although 
the  design  is  somewhat  complicated  by  the  fact  that  the  beam  is  cir- 
cular and  hollow,  the  treatment  is  nearly  identical  with  that  of  ordi- 
nary rectangular  beams.  In  fact,  the  analysis  which  follows  is  based 
upon  the  several  fundamental  assumptions  adopted  in  reinforced  con- 
crete beam  design  with  only  one  additional  assumption  viz.:  that,  since 
the  concrete  is  usually  thin  as  compared  to  the  diameter  of  the  chim- 
ney, no  appreciable  error  is  involved  in  assuming  all  material  as  con- 
centrated on  the  mean  circimiference  of  the  shell.  An  analysis  for 
shear  is  given  on  page  397.  An  example  of  chinmey  design  and  review 
is  given  in  Chapter  XXIII. 

Although  specially  devised  for  a  chinmey,  the  formulas  are  appli- 
cable to  any  hollow  beam. 

The  principles  involved  in  the  demonstration  of  the  thickness  of  steel 
and  concrete  are  taken  by  permission  from  the  analysis  by  Messrs.  C. 
Percy  Taylor,  Charles  Glenday,  and  Oscar  Faber.* 

The  principal  formulas  given  below  are  quoted  in  the  text,  where 
the  general  subject  of  concrete  chimneys  is  discussed,  and  tables  are 
presented  there  with  the  values  of  constants  for  use  in  design. 

HOTATIOH 

W   «  weight  in  poimds  of  the  chimney  above  the  section  imder  considera- 
tion. 
M  »  moment  in  inch  pounds  of  the  wind  about  that  section. 
P    =  total  compression  in  concrete. 
T    »  total  tension  in  steel. 

n     B  — i  »  ratio  of  modulus  of  elasticity  of  steel  to  that  of  concrete 

f^  »  maximum  compression  in  concrete  in  pounds  per  square  inch  (meas- 
ured at  the  mean  circumference). 

f^  »  maximum  tension  in  the  steel  in  pounds  per  square  inch. 

D  =»  mean  diameter  of  shell  in  inches, 

f  »  mean  radius  of  shell  in  inches. 

/  »  total  thickness  of  shell  in  inches. 

i^  —  thickness  in  inches  of  concrete  only. 

^Bnginetring  (London),  Msr.  ij,  1908 
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t^  B  thickness  in  inches  of  an  imaginary  steel  shell  of  mean  radius  r . 
and  having  a  cross-sectional  area  equivalent  to  the  total  area  of  rein- 
forcing bars. 

Ag  »  total  cross-sectional  area,  in  square  inches,  of  reinforcing  bars  in  the 
section  under  consideration. 

k  =  ratio  of  distance  of  neutral  axis,  from  mean  circumference  on  com- 
pression side,  to  diameter  D. 

y,z,  Cp  and  Cj.  =  constants  for  any  given  value  of  k.     (Tables  i  and  2, 

pp.  665  and  666.) 
jD  =  distance  between  center  of  compression  and  centre  of  tension. 
zD  =^  distance  from  center  of  compression  to  center  of  force  due  to  weight. 

Referring  to  Fig.  113,  if /.  is  the  maximum  intensity  of  stress  in  the  con- 
crete at  the  mean  circumference  on  the 
compression  side,  then  the  intensity 
of  compression  in  the  steel  at  that 
point  is  nfc*  Since^^  is  the  maximum 
intensity  of  stress  in  the  steel  at  the 
mean  circumference  on  the  tension 
side,  then  the  variation  of  the  stress 
in  the  steel,  across  the  section  cd,  is 
represented  by  the  straight  line  ab 
which  cuts  the  line^;i^  at  e,  thus  locat- 
ing the  neutral  axis  or  the  line  of 
zero  stress.  Having  assumed  a  con- 
stant value  for  the  modulus  of  elas- 
ticity of  the  concrete  in  compression, 
it  therefore  follows  that,  at  any  point 
of  a  given  section,  the  stress  in  either  the  concrete  or  the  steel  is  directly 
proportional  to  the  distance  of  that  point  from  the  neutral  axis. 

Calling  kD  the  distance  of  the  neutral  axis  from  the  mean  circumference 
on  compression  side  as  shown  in  Fig.  113^  we  have  by  similar  triangles 


■;:„" 


Fig.  113. — ^Resisting  Forces  in  a  Re- 
inforced Chimney.     (See  p.  391.) 


kD 


nfc 


D       U^nU 


whence 


I  + 
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By  this  formula  the  position  of  the  neutral  axis  may  be  determined  for  any 
combinatioQsof /j,/,,  and  n. 

If  now,  as  shown  in  Fig.  114,  a  represents  half  the  angle  subtended  at  the 
center  by  the  portion  in  compression,  we  have 

cosa  =  {i~2k) 


t  becomes  known  as  well  a 


from  which,  for  any  given  value 
and  sin  «.  Thus  having  located 
the  neutral  axis  for  any  gi  vencom- 
binations  of  f^,  /,  and  «  and  bear- 
ingin  mind  that  the  stress  at  any 
point  of  the  shell  is  proportional 
to  the  distance  of  that  point  from 
the  neutral  a)tis,it  is  now  possible 
to  determine  the  total  force  on  the 
compression  side,  the  total  force 
on  the  tension  side,  and  also  the 
location  of  the  center  of  compres- 
sion and  the  center  of  tension. 

Considering  a  small  radial  ele- 
ment subtending  an  angle  dd,  as 
shown  inFig.114,  wehaveinthis 
element,  since  the  length  of  an  arc  is  its  radius  times  the  angle, 


Fig.  114'  — Distribution  ot  Stresses  in  the 
Steel  of  a  R-iinforced  Chimney.     {See 

p.  3^t.) 


area  of  concrete  =  t/d 
area  of  steel  =  t/dO 


The  distance  of  the  element  from  the  neutral  axis  is  r(cos  5  —  cos  a), 
while  the  distance  from  the  neutral  axis  to  the  point  of  extreme  stress  /^  is 
^(i  —  cos  a).     Therefore  the  intensity  of  stress  on  this  elemental  area  is 
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Assuming  these  intensities  at  the  mean  circumference  to  represent  the 
average  for  the  entire  element,  we  have  the  total  force  on  the  elemental  area 
(concrete  and  steel) 

f.  r  (cos  0  —  cos  a) 

dP^(t^+nL)rde  -^-^, — ^ 

•  f  (i  —  cos  a) 

The  total  force  P  on  the  compression  side  of  the  section  is  therefore 


I  (i  —  cos  a) 


Integrating  this  expression,  gives 

2 

^  "="  fe  ^  (^c  +  ^  K)  "f ;  (sin  a  —  a  cos  a) 

(i  —  cos  a) 

Since  any  given  position  of  the  neutral  axis  determines  a,  as  shown  above, 
this  equation  may  take  the  form 

P  -Cpf,r{i,-¥nt,)  (91) 

in  which  Cp  is  a  constant  for  a  given  position  of  the  neutral  axis.  (See 
Table  i,  page  665.) 

Having  determined  the  magnitude  of  P,  its  location,  with  resp)ect  to  the 
neutral  axis,  may  best  be  found  by  taking  its  moment  about  that  axis  and 
dividing  by  P,  thus  giving  the  distance  from  the  neutral  axis  to  the  center 
of  compression  l^,  as  shown  in  Fig.  114. 

As  before,  the  compressive  force  on  an  elemental  area  is 

L  r  (cos  0  —  cos  a) 

dP  ^{t.^nt.)rdd'^-^ H^ 

f  (i  —  cos  a) 

The  distance  of  this  force  from  the  neutral  axis  being  r(cos  6  —  cos  a),  we 
have  as  its  moment  about  that  axis 

/.r'  (cos  0  —  cos  a)' 
^       ^  ^  *  z'  (i  —  cos  a) 

while  the  moment  of  the  total  compressive  force  P  is 

J«     /-f  (cos0—  cos  a)' 
.'         (x-cos«)         "' 
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—  2  COS  a    I     cos  Odd  +  cos* a    \      dO  \ 
Integrating,  we  have 

2 

^a  "  (^fl  +  nL)Lr^    ; r  Ua  cos'  a.  —  |  sin  a*  cos  a  +  t  a) 

c      vc  «/yc       ^j  _  cos  a)  "-^  "^ 

Dividing  i/^  by  P  we  have 

Af  g         (a  cos^  a  —  f  sin  a  cos  a  +  ^  a) 

^1  -  "^  =  7^ ;;^ r  C92; 

*         P  (sin  a  —  a  cos  a) 

Following  a  similar  method  of  procedure  it  is  possible  to  determine  the 
total  tension  and  the  location  of  the  center  of  tension. 

In  accordance  with  our  assumption  that  the  concrete  is  to  take  no  tensile 
stress  it  is  evident  that  in  considering  the  forces  on  the  tension  side  of  the 
section  wie  are  concerned  merely  with  the  steel.  On  the  tension  side  a  small 
element  therefore  has  an  area  ^  t^r  d  0 

The  intensity  of  stress  on  this  element,  being  proportional  to  its  distance 
from  the  neutral  axis,  is 

r  (cos  0  +  cos  a) 

r  (i  +  cos  a) 

while  the  total  tension  on  the  small  element  is 

(cos  ^  +  cos  a) 

dT  =Lrd0f,  —. ; r- 

•  •'•      (i  +  cos  a) 


The  total  force  T  on  the  tension  side  of  the  section  is  therefore 

J(«-a)  (cos  5  +  cos  a) 
0  •    •'•     (i  4-  cos  a) 
Integrating,  we  have 

2 

T  —  /« ''  ^#  7 — ; \  (sin  a  +  (tt  —  a)  cos  a) 

*'•     •  (i  -f  cos  a)  ^ 

Since,  as  before,  any  given  position  of  the  neutral  axis  determines  a,  this 
equation  may  take  the  form 

T  =  Cr/,  f  t,  (93) 

in  which  Cfpis  a  constant  for  a  given  position  of  the  neutral  axis  (see  Table 
I,  page  665).  By  a  method  similar  to  that  used  in  considering  the  force  on 
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the  compression  side  we  may  write  the  moment,  about  the  neutral  axis,  of 
the  force  on  a  small  element  on  the  tension  side  as 


dMj,  '^^t^rd  0/^ 


r  (cos  0  +  cos  a)* 


(i  +  cos  a) 

while  the  moment  of  the  total  tensile  force  T  about  this  axis  is 

(cos  0  +  cos  ay 


Mj, 


f  (T-a)  r 


(i  +  cos  a) 


dd 


Integrating,  we  have 


M^^t.r^f, 


(i  -f  cos  a) 


[(tc  —  a)  cos'  a  +f  sin  a  cos  a  +  i  (^  —  ex)] 


c 


^ 
^ 


w 


0 


^ 


zD 


■^ 
M 


wi 


Dividing  Mj,  by  T  we  have  as  the  distance  of  the  center  of  tension  from 
the  neutral  axis 

(  (tt  —  a)  cos'  a  +  f  sin  ;r  cos  a  +  ^  (tc  —  a)  ) 

(sin  a  +  (;r  —  a)  cos  a)  ^^^^ 

From  formulas  (92)  and  (94)  it  is  evident  that  the  distance  between 

the  total  force  in  compression  and  the 
total  force  in  tension  (i.  e.,  h  +  h) 
may,  for  any  given  position  of  the 
neutral  axis,  be  expressed  as  a  con- 
stant times  the  diameter  D,  Thus 
l^  -\- 12  =  jD  as  shown  in  Fig.  115. 
Likewise,  as  shown  in  Fig.  115,  zD 
may  represent  the  distance  of  the 
center  of  compression  from  the  center 
of  the  chimney,  z  also  being  a  con- 
stant for  any  given  position  of  the 
neutral  axis. 

In  a  chimney  the  tensile  and  compres- 
sive stresses  which  we  have  been  con- 
sidering are  produced  by  a  combina- 
tion of  wind  pressure  and  the  weight  of  the  chimney.  Thus,  on  any 
horizontal  section  cd,  as  shown  in  Fig.  115,  the  forces  external  to  that  sec- 
tion are:  the  horizontal  pressure  of  the  wind,  causing  a  moment  M  about 
tht  section,  and  a  central  vertical  load  W  representing  the  weight  of  that 
portion  of  the  chimney  above  the  section  under  consideration.  These 
forces  are  resisted,  and  held  in  equilibrium,  by  the  forces  P  and  T  which 
represent  the  compressive  and  tensile  stresses  in  the  concrete  and  steel. 


Fig.  115. — External  and  Internal 
Forces  Acting  upon  a  Chimney. 
{Seep,  395.) 
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The  system  of  forces  as  shown  in  Fig.  115  must  be  in  equilibrium.    Hence, 
taking  moments  about  the  force  P,  we  may  write 

TjD  ==  M  -  WzD 
But 

Therefore 

Ct/^IJD^  M  -WzD 
Whence 

__M  -  WzD 

The  total  area  of  steel  ^,  =  2rr/, 

Therefore 

^  2n  (M  -  WzD)  (5,^) 

From  Table  I,  page  665,  it  may  be  seen  that  the  constant  /  changes  but 

slightly  for  a  considerable  variation  in   the   position  of  the   neutral   axis. 

•  27r 
Taking  — ;—  =  8  for  all  cases,  equation  (95)  may  be 

While  this  formula  is  not  exact,  the  error  involved  is  inappreciable  for  almost 
any  case  so  that  formula  (96)  may  always  be  used  instead  of  formula  (95) 

Applying  now  the  condition  that  the  summation  of  all  vertical  forces  must 
be  zero,  we  have 

p  -,  T  ^  W 

Substituting  values  of  P  and  T  as  previously  found,  the  equation  becomes 

Cpf/  (/c  +  nt,)  -  Crf^t,  =  W 

Transposing  and  solving  for  t^  we  obtain 

The  total  thickness  of  the  shell  is 

<   =  'c   +  '. 

whence 

_  W  +  (Cr/,  -  Cpf^)  ft. 
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For  convenience  in  use,  after  having  determined  A^hy  the  formula  given 

D  A 

above,  by  substituting  r  =  —  and  /,  =  — -,  this  formula  for  /  may  best 

z  TZD 

be  written 

In  view  of  the  fact  that  formulas  (95),  (96)  and  (97)  contain  the  con- 
stants z,  y,  Ct  and  Cp ,  which,  as  has  been  shown,  are  dependent  for  their 
value  solely  upon  the  location  of  the  neutral  axis,  it  is  evident  that,  for 
any  specific  values  of  /«,/,,  and  n,  which  in  turn  will  determine  the 
position  of  the  neutral  axis,  the  expressions  for  A^  and  t  will  admit  of 
a  further  simplification.  For  given  values  of  fc,  fs  and  w,  the  necessary 
thickness  of  shell  and  area  of  reinforcement  may  be  expressed  merely  in 
terms  of  the  moment  of  the  wind  i/,  the  weight  W,  and  the  mean 
diameter  D,  The  expressions,  as  given,  however,  seem  best  adapted 
to  general  use,  and  when  supplemented  by  the  tables  given  on  pages 
665  and  666,  are  rendered  quite  simple  of  solution  for  specific  values. 

In  Table  2,  page  666,  are  given  values  of  ky  the  location  of  the  neutral 
axis,  for  various  combinations  of  fc*fs  and  n ;  while  Tab  le  i ,  page  665,  gives 
the  corresponding  values  of  the  constants  Cp*Cx*z  andj  for  various  posi- 
tions of  the  neutral  axis. 

Shear  or  Diagonal  Tension.  Having  determined  the  necessary  thickness 
of  shell  and  vertical  reinforcement,  the  size  and  spacing  of  the  circular  steel 
hoops  must  be  considered.  The  external  forces  produce  shear  and  diagonal 
tension  which  may  be  analyzed  similarly  to  like  stresses  in  rectangular  beams, 
and  the  reinforcement  necessary  to  resist  the  diagonal  tension,  which  is  a 
function  of  the  vertical  tension,  may  be  determined.  Usually  this  reinforce- 
ment is  not  so  great  as  that  which  it  is  advisable  to  insert  for  the  proper  dis- 
tribution of  temperature  stresses,  but  nevertheless  it  should  be  determined 
to  be  sure  that  it  is  suffiq/ent  in  quantity. 

The  concrete  should  never  be  relied  upon  to  carry  any  tension  or  vertical 
shear  because  the  expansion  from  the  heat  may  cause  vertical  cracks  in  the 
concrete.  These  need  not  be  considered  dangerous  if  sufficient  horizontal 
reinforcement  is  provided  any  more  than  the  vertical  cracks  in  a  brick  or 
tile  chimney.  Considering  the  stresses  due  to  vertical  shear,  it  may  be 
easily  shown  that  at  any  horizontal  section  of  a  chimney  the  vertical  shear 
per  inch  of  height  is  the  total  horizontal  shear  on  that  section  divided  by  the 
distance  between  centers  of  tension  and  compression,  jD.    With  this  as  a 
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basis  there  may  be  developed  a  formula  for  practical  use  in  determining  the 
necessary  area  and  spacing  of  horizontal  steel  hoops  at  any  given  section. 

Thus  let 
hi  =  height,  in  feet,  of  chimney  above  section  under  consideration. 
F  =  effective  wind  pressure  against  chimney  in  pounds  per  square  foot. 
fg  =  allowable  tensile  stress  in  pounds  per  square  inch  in  steel  hoops. 
D  =  mean  diameter  of  shell  in  inches. 
Pq  =  ratio  of  area  of  steel  hoop  to  area  of  concrete. 

At  any  horizontal  section  of  a  chimney  the  total  shear  on  that  section  is 
equal  to 

—  hiF 

12      ' 

while  the  maximum  shear  per  inch  of  height  is  therefore 

D  hjF 


12     jD 


Having  seen  that  for  all  positions  of  the  neutral  axis  /  remains  practically 
constant,  and  giving  /  an  average  value  of,  say,  0-783,  the  expression  for 
the  maximum  vertical  shear  per  inch  of  height  becomes 

0.106  htF 

while  the  shear  or  diagonal  tension  in  one  foot  of  height  is  12  X  0.106  hiF. 
The  area  of  steel  in  one  foot  of  height  of  chimney  will  be  1 2  hp^  and  the 
stress  the  hoops  in  this  height  are  capable  of  sustaining  on  their  two  sec- 
tions is 

2  X  12  ip  J, 

Equating  these  we  have 

12  X  .106  hiF  =  2  X  i2tpj^ 
whence 

hJF 


Po- 


iS.Sf,t 


This  ratio  of  steel  is  for  shear  or  diagonal  tension  only.  To  provide  for 
temperature  stresses  or  rather  to  distribute  the  strains  so  as  to  prevent  the 
localization  of  cracks  an  additional  amount  of  horizontal  steel  is  needed. 
This  may  be  provided  for  arbitrarily  by  assuming  0.25%  steel  or  rather 


THEORY  OF  REINFORCED  CONCRETE  399 

0.0025  for  temperature  stress  in  addition  to  the  steel  for  shear.  Express- 
ing this  as  a  formula  for  ratio  of  steel  gives 

^'  =  ife  +  °-°°^5  (98) 

Small  rods  spaced  6  to  10  inches  apart  except  in  the  upper  part  of  the  stack 
where  the  spacing  may  be  greater  are  advised. 

The  spacing  of  hoops  in  many  of  the  chimneys  already  built  has  been  18 
inches  to  36  inches,  but  as  such  chimneys  have  frequently  cracked  quite 
seriously,  more  recent  designs  have  called  for  8  or  9  inch  spacing  through 
the  entire  stack. 

Dedgn  of  Hollow  Oircular  Beams.  The  analysis  of  a  hollow  circular 
reinforced  concrete  beam  whose  thickness,  compared  relatively  with  its 
diameter,  is  small,  is  similar  in  principle  to  that  of  a  chimney.  In  this  case 
the  weight  of  the  member  acts  in  the  same  direction  as  the  external  forces , 
so  that  in  formulas  (96)  and  (97)  W  the  weight  in  the  axial  direction,  is 
zero.  The  forces  of  compression,  P,  and  tension,  T,  are  equal.  The  area 
of  steel  and  the  thickness  of  shell  are  therefore  obtained  from  formulas 
(96)  and  (97),  pages  396  and  397,  by  making  W  =  o. 

Note  on  Slim  Chimneys.  Since,  in  designing  a  chintmey  the  selection 
of  certain  allowable  working  stresses  in  the  concrete  and  in  the  steel  will 
fix  the  position  of  the  neutral  axis,  it  is  evident  that  the  ratio  of  these 

orking  stresses  limits  the  compressive  area  of  the  section.  Hence,  for 
a  very  high  chimney  in  which  there  is  a  large  compression  in  the  lower 
sections,  it  is  possible  that  the  selection  of  an  ordinary  working  stress  in  the 
steel  of  14000  or  16000  pounds  per  square  inch  together  with  the  custom- 
ary working  stress  in  the  concrete  of,  say,  560  pounds  per  square  inch, 
would  locate  the  neutral  axis  so  near  the  compression  side  of  the  section 
as  to  make  it  impossible  to  obtain  sufficient  compression  area  to  with- 
stand the  compressive  forces  without  exceeding  the  allowable  unit  stress 
in  the  concrete. 

If,  therefore,  the  thickness  of  shell  as  computed  from  formula  (97)1 
page  397,  should  work  out  materially  larger  than  the  assumed  thickness, 
recomputation  should  be  made  on  the  basis  of  a  smaller  working  stress 
in  the  steel,  thus  changing  the  position  of  the  neutral  axis  so  as  to  allow 
a  larger  proportion  of  the  section  to  carry  compression.  In  such  a  case 
it  may  be  necessary  to  make  a  series  of  trials  with  different  working 
stresses  in  the  steel  until  the  computed  thickness  checks  with  the  assumed 
thickness.  In  high  chimneys  of  f^maU  diameter  it  may  be  impossible  to 
utilize  a  working  stress  in  the  steel  greater  even  than  7000  or  8000  pounds 
per  square  inch. 
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CHAPTER  XXI 

TESTS  OF  REINFORCED  CONCRETE 

The  selected  tests  presented  in  this  chapter  were  originally  carried 
out  to  determine  the  principles  of  the  theory  and  design  of  reinforced 
concrete.  They  are  given  here  to  illustrate  the  principles  and  con- 
clusions presented  in  the  preceding  and  the  following  chapters. 

MODIILUS  OF  ELASTIGITT  OF  STEEL 

The  modulus  of  elasticity  of  steel  varies  from  28  coo  000  pounds  per 
square  inch  to  31 000  000  pounds  per  square  inch;  30  000  000  is  custom- 
arily taken  as  an  average  value,  and  is  the  value  adopted  in  this  treatise. 

All  Steel,  irrespeetiye  of  its  UltimAte  Strencth*  Eburtie  limit  or  Caiemi- 
cal  Compositioii,  has  Substantially  the  Same  Moduhis  of  Elasticitj.  It 
follows  therefore  from  the  principles  of  elasticity  that  the  stretch  under  a 
given  pull  is  independent  of  the  character  of  the  steel. 

MODULUS  OF  ELASTIGITT  OF  CONCRETE 

For  praetical  deaigii  it  is  reeommeiided  tiiat  tin  ntio  of  the  moia" 
of  elastidty  of  steel  to  tiiat  of  coacrete  be  taken  at  16,  corresponding 
to  a  concrete  modulus  of  2000000,  for  the  1:2:4  concrete  used  in 
ordinary  practice. 

Deteimination  ef  Modntes  of  SUstieitsr.  The  modulus  of  elasticity,  E, 
may  be  taken  as  the  quotient  of  the  stress  per  unit  of  area  divided  by  the 
deformation  (that  is,  the  elongation  or  the  shortening)  in  a  unit  length.  In 
customary  English  units  where  the  modulus  is  in  pounds  per  square  inch, 

stress  per  square  inch 


deformation  per  linear  inch 

It  is  determined  in  the  laboratory  by  measuring  the  deformation  for  the 
loads  successively  applied  and  plotting  them  as  shown  in  Fig.  ii6.  The 
curves  in  the  diagram  represent  the  deformations,  at  different  stages  of  the 
loading,  for  a  typical  cylinder  8  inches  in  diameter  by  16  inches  high  of  extra 
strong  1:2:4  concrete,  tested  at  the  Structural  Materials  Testing  Lab- 
oratories, United  States  Geological  Survey,  St.  Louis,  Mo.,  in  1907. 
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The  set,  which  is  the  permanent  deformation  when  the  load  is  released, 
is  not  indicated  in  the  diagram  because  the  total  deformation  is  that 
which  must  be  used  in  reinforced  concrete  analysis. 

The  form  of  the  deformation  curve  is  approximately  a  parabola,*  but 
the  tests  at  St  Louisf  indicate  that  for  first-class  concrete  the  modulus  is 
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Fig.  1x6. — ^Stress  DefonDation  Diagram,  Limestone  Concrete  Cylinders  of 
Medium  Conastency  and  Extra  Good  Quality  4     {See  p,  400.) 

nearly  constant  lor  about  one-third  of  the  ultimate  strength.     The  modulus 


800 


at  this  point  is 

0.00025 

oiFeeks  old  concrete  tested 


,  or  3  200  000  pounds  per  square  inch,  in  the  four 


by  Prof.  Talbot  in  Univenity  of  Illinois  Bulletin ,  Na  10,  Feb.  z,  1907,  p.  ax. 
f  Bnlletia  No.  344,  U.  S.  Geological  Survey,  pp.  36-53- 
iBnDctin  No.  344.  U.  S.  Geological  Survey,  p.  33. 
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K^amlla  9I  TmIs.  Numerous  tests  have  beea  made  to  determfnetbe 
modulus  oi  elasticity  of  concrete  which  indicate  as  large  a  range  in  results 
obtained  by  different  experimentsers,  even  with  concrete  of  the  same  pro- 
pordons  of  cement  to  aggregate^  as  from  x  500  000  to  5  000  000  per  square 
inch.  The  reasons  for  this  are  not  yet  fully  determined;  it  has  been 
conclusively  proved,  however,  that  the  age  of  concrete,  its  richness  auid 
its  density  have  undoubtedly  a  large  influence  on  this  variation. 

The  following  table,  compiled  from  various  tests,  may  be  of  value  as 
suggesting  approximate  values  of  the  modulus  for  different  proportions  of 
concrete  based  upon  the  total  deformation  at  one-third  the  crushing 
strength  of  cylinders  at  an  age  of  thirty  days.  Two  columns  are  given,  one 
for  ordinary  wet  concrete  of  medium  quality,  and  one  for  concrete  very 
carefully  made  with  a  dense  mixture  of  mushy  consistency  and  kept  wet 
during  hardening.  The  "ordinary"  values  are  slightly  below  those  which 
should  be  expected  in  practice  on  construction  work. 

The  modulus  of  elasticity  of  concrete  probably  bears  a  definite  relaticjn 
to  its  ultimate  strength,  but  the  factors  which  enter  into  this  relation 
probably  will  never  be  determined  exactly.  Plotting  the  results  of  a  large 
number  of  tests  made  at  the  Watertown  Arsenal,  at  the  Government  Labora- 
tory at  St.  Louis,  and  at  many  of  the  colleges,  indicates  an  approxi- 
mate ratio  of  i  300  between  the  modulus  of  elasticity  and  the  ultimate 
strength. 


Moduli  of  Elaslicity  of  Concrete  of  Differenl  Proportions,     Approximate 

Average  Values.     (See  p.  402J 


pRoroanoNs. 

ORDIN^iRI 

Crushing 
Strength 

at  30  days. 

Ib.per  sqjn. 

'  WITT  CONCRETE. 

EXCEPT! OMAULT  STRONG 
CONCRETE. 

Modulus 

of 

Elasticity 

lb.  per  sq.  in. 

Crushing          Modulus 
Strtaigth    j             of 
at  50  days. ,       Klasridtr 
lb.pcrsqan.i  ib.persq.in. 

Broken    stone    ori 
gravel  concretei 

1 
1 

•2:4 
^i  -5 

•3  :6     , 
4  :« 
-   •  5 

2300 
1700 
1500 
1300 

900 

700     , 

2  500  000      1 
2  000  000 
I  800  000 
I  600  000      1 
I   300  000 
900  000 

1 

2800 
2500 
2200 
1900      1 

1500 
1000 

3  600  000 
3  200  000 
2  8qo  ooo 

2    500   ooo 
2   000  000 
I    300  000 

Note— A  modulus  of  2  000  000,  corresponding  to  a  ratio  of  15,  is  reoommeBcfed  for  general  use  for 
1:2:4  concrete  and  a  ratio  of  13  for  1:1^:3  concrete. 
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Tests  of  Mortar  Priimi.  Elastic  properties  of  prisms  of  ueat  Portland 
cement  and  cement  mortar,  from  tests  made  by  Mr.  Howard*  at  the 
Watertown  Arsenal,  are  presented  in  the  following  table: 

Elastic  Properties  0}  Cenunl  and  Mortar  Prisms  6  by  6  by  18  incites. 

Watertown  Arsenal.     (See  p.  403) 


'  COMPO'^TTION 


Bcand 

of 


MODULUS  or  iXASnCITY   BETWEEN 
LOAUS  P£K  bQt'AJX  INCH   Of 


Age 


Days  ' 


Perni.ini.nt  sets  after 

loads  i)cr 

square  inch  of 


5:" 


n 


100 

and  Cioo 
lb. 


100 

aod  I  000 

lb. 


I  000 

and  2  000 

lb. 


1 

600 

Inch 

I  000 

Inch 

2000 
Inch 

»-  c  s 
lb. 


7 

IS 
.^6 


7  143  000    5  000  000   8  333  000  ,0.  jo. 
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lcD£tb,  10  inclics. 

Modnhis  of  X3a8tieity  in  Beams  vs.  Columns.  The  modulus  of  elasticity 
in  beams  as  determined  by  measurements  and  computations  by  Professor 
Talbot  is  approximately  the  same  or  possibly  slightly  lower  than  in  col- 
umns. 

Sffeet  of  Ooiuristenej  of  Ooncrete  upon  the  Modulus  of  Elasticity.  An 
excess  of  water  in  the  concrete  not  only  decreases  the  strength  (see  page 
317),  but  also  affects  the  deformation  curve  so  as  to  show  a  more 
variable  modulus  near  the  beginning  of  the  test.  The  moduli  of  con- 
crete of  different  consistencies  and  at  different  ages  are  shown  in  the 
tables  from  tests  of  the  authors  on  following  page.  The  specimens 
were  12-inch  cubes. 

Eetotion  of  Stms  Defoimation  Curve  to  the  Theory  of  Beams.  The 
theory  of  beams  is  worked  out  under  the  assumption  that  a  section  plane 
before  bending  remains  plane  after  bending  so  that  the  deformation  or  stretch 
at  any  point  in  the  compressive  portion  of  the  beam  is  proportional  to  the 
distance  of  this  point  from  the  neutral  axi.^.  According  to  this  assumjjtion 
the  distribution  of  stresses  is  aLo  proportional  to  the  distance  from  the 
neutral  axis  so  Ions  as  the  modulus  of  elastic  iiv  is  constant.     This  distriuu- 
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t  ioQ  may  be  then  represen  ted  by  a  strajght  fine  as  sbamn  in  Tig.  9^^  P-  353- 
Whefi>  however^  the  modixlxis  dt  elasticity  cbaDses^Hook's  law — that  stress 

is  piroportional  to  def oniiatiQii — is  no  longer  appScabfe^  sbace  the  JBitfnisitj 

of  stress  is  no  longer  proportional  to  the  distance  from  the  neutral  axb  but 

changes  according  to  the  relation  of  the  moduC  of  eksticitj  at  different  loadr 

iQgs>  and  the  line  representing  the  cHstrtbutioa  bccocoes  a  curre.^ 

Modfulus  of  EUuHeStytof  Concrttf  of  Diif9r9ntConsisttmnts.f    Pfofcrtionsby 

VoUamtm  z    :  zi  :  4} 
By  TATLoa  AND  TsoMpsox.     (^399  f.  40^0 


DRT. 
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2  SSq  QQO 

17 
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3  920  000 

4720 

3   750  OQO 

2430 

2  oSo  OOQ 

Since  the  modulus  is  nearly  constant  within,  the  wodkiog  Iim^  the  anthots 
have  adopted  the  straiight  Sne  theory  of  (^tnbudba  of  stress  as  amplest  and 
most  practicaLi 

Forxoeriy  the  parabdSc  cfistrtbutiDa  of  pressure  in.  concrete  above  the 
neutral  ajds  was  used  ia  preference  to  the  straight  line  theory  because 
it  corresponds  somewhat  more  nearly  to  actual  test.  The  two  theorieSy 
however^  require  practically  identical  percentages  of  steel  and  the  ocdy 
diJSerence  ^  in  the  detenmnation  of  the  unit  stress  hi  the  concrete.  When 
u^ng  the  parabola  theory^  about  15%  lower  comprsssrve  stresa  nithe  coor 
Crete  must  be  used  than  when,  figuring  by  the  straight  Sue  tbeory  to  obtain 
similar  results.  For  example,  65a  pounds  per  square  inch  safe  compKcs* 
sion  by  the  stra%ht  line  theory  corresponds  to  about  ^^  pounds  per  square 
inch  by  the  parabola  theory. 


'*'  A  cQinpichcnavitf  analytiial  (fiaouMOix  of  tito  effect  of  a  vafTUi^  moctii&tB  of 
presMim  in  a  htxai  under  diffiEscent  loading*  is  pxeamtcd  by  FtoL.T:dbotnr  Jousaial 
(.f  En^tmnnH  Aug.  i9Q4» 

f'Thft  Conafitency  of  Concmtet'*' by  Sftafoni   S.  TbompinMU  AnwrrfcMt  Sodstf 
Mateciais.    Tol.  Tl»  1906* 

^  It  ift  slio  HiBBnunBndftd  by  difr  Jknnt  OmmttBe^  I9>& 
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TE8TB  OF  REGTANOULAB  BEAMS. 

The  most  important  determinations  from  the  tests  0/  beams  are: 

Stress  at  which  first  cracks  appear  and  the  corresponding  stretch  in 
concrete; 

Location  of  neutral  axis; 

Relation  of  ultimate  compressive  filler  stress  to  strength  of  concrete 
m  compression; 

Distribution  of  stresses; 

Relation  of  bending  moment  to  moment  of  resistance  babcd  on  stresses 
in  steel; 

Effect  of  the  percentage  of  reinforcement; 

Effect  of  mix  of  concrete  and  age. 

The  results  and  conclusions  are  given  on  the  following  pages. 
Formulas  for  design  based  on  the  tests  may  be  found  in  Chapter  XXII, 
pages  481  to  484. 

FlieiMiiiiaia  id  Loftdinir  Secftuogular  Beaoous.  During  loading  of  rein- 
forced concrete  beams,  three  stages  can  be  distinguished:  first  stage, 
before  the  api>earance  of  the  first  crack;  second  stiige,  after  first  crack 
is  developed,  but  before  either  of  the  materials  passes  its  elastic  limit; 
third  stage,  after  the  elastic  limit  has  been  passed. 

First  Stage.  Before  the  appearance  of  the  first  crack,  a  reinforced 
concrete  beam  behaves  similarh'  to  a  homogeneous  beam.  Compression 
is  resisted  bv  concrete  and  tension  is  resistc^i  bv  concrete  and  steel  in 
proportion  to  their  moduli  of  elasticity.  The  position  of  the  neutral 
axis  nearly  coincides  with  the  center  of  gravity  of  the  section  obtained 
hy  replacing  the  steel  by  concrete  of  an  area  equal  to  the  area  of  steel 
multiplied  by  the  ratio  of  nitKluli  of  elasticity.  At  an  elongation  or 
stretch  of  concrete  equal  to  tlie  ultiniaLe  stretch  of  plain  concrete,  first 
cracks  appear  in  the  beam.  At  first  they  are  not  visible  to  the  naked 
eye  and  do  not  extend  up  to  the  reinforcement.  'I'hi.s  is  called  the  first 
stage. 

Second  Siaf^c.  At  uicreased  loads  the  number  of  cracks  increases. 
They  widen  and  move  up  toward  the  center  of  the  beam.  The  larger 
the  amount  of  reinforcement,  the  larger  the  number  of  cracks  and  binaller 
their  width,  as  illusiraterl  in  Figure  1 1 7,  page  406.  In  this  stage,  tension 
Ls  resisted  by  steel  and  by  the  portion  of  conerete  between  the  enrl  of  the 
crack  and  the  neutral  axi>. 

The  cracks  never  extend  way  u[>  to  the  neutral  axi^  '.which  rises  as 
the  cracks  develop-,  l>ecau>e,  since  the  deformalion  increase^  fruii.  zero 
at  the  net'tral  axi>  to  it^  maxiinuni  at  the  level  of  the  steel,  there  must 
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be  a  portion  of  concrete  where  the  deformation  is  smaller  than  the  ulti- 
mate stretch  for  the  concrete.  There  must  be,  therefore,  a  fiber  which 
is  just  at  the  point  of  breaking  and,  above  it,  a  portion  of  concrete  carry- 
ing tensile  stresses.  The  portion  of  the  tensile  stress  carried  by  con- 
crete decreases  with  the  increase  in  the  load.  For  equal  intensity  of 
loading,  the  stress  carried  by  concrete  is  larger  for  smaller  perceijtages 
of  steeL  For  large  loads  and  large  percentages  of  steel,  Uie  amount  of 
this  stress  in  concrete  is  negligible,  and  as  explained  in  die  chapter  on 
Theory,  page  351,  it  is  disregarded  in  designing  reij}forced  concrete 
beams.  In  analyzing  tests,  however,  it  is  necessary  to  take  the  tension  in 
concrete  into  account  since  its  existence  explains  why  the  moment  of  re- 
QStance,  based  on  the  stress  in  steel  and  figured  by  formula  M  =  AJJd, 
is  smaller  than  the  bending  moment,  and  why  the  actual  stresses  in  steel 
obtained  from  deformations  are  smaller  than  the  theoretical  stresses. 
(See  Fig.  119,  page  413.)  The  amount  of  tension  carried  by  the  con- 
crete may  be  estimated  by  comparing  the  moment  of  re.'^istance,  based 
on  the  actual  stresses  in  steel,  with  the  bending  moment. 

Third  Stage.  Beams  Failing  by  Tension  in  Steel.  When  the  steel 
reaches  its  elastic  limit,  one  or  two  of  the  cracks,  which  were  small  up 
to  this  point,  begin  to  open  and  extend  towards  the  top.  'J  his  is  shown 
by  the  loads  underlined  in  Figure  117,  page  406.  The  deflection  increases 
appreciably  as  the  cracks  widen  and  extend  toward  the  top  (the  neutral 
axis  rising),  the  compressive  area  becomes  smaller,  and  linally  the 
beam  fails  by  totally  destroying  the  compressive  area.  This  condition 
is  brought  about  by  a  small  addition  to  the  load  at  which  the  steel  passes 
the  elastic  limit.  The  passing  of  the  elastic  Umit  of  steel  marks,  there- 
fore ,  the  failure  of  the  beam.  Ultimate  stren^  of  steel  is  never  reached, 
and  is,  therefare,  of  no  eonaequence  in  reinforced  concrete  design. 

Beams  Failing  by  Compression.  For  beams  failing  by  crushing  of 
concrete,  the  third  stage  is  marked  by  cracks  in  the  top  of  the  beam 
which  app>ear  after  the  elastic  limit  of  the  concrete  in  compression  has 
been  reached.  At  increased  load,  wedge-shaped  pieces  of  concrete  spall 
o!T  and  the  beam  fails. 

ftfpnanmrr  of  First  Crack  and  Corresponding  Stretch  in  Concrete. 
Numerous  tests  prove  that  the  appearance  of  lirst  cracks  in  reinforced 
concrete  corresponds  to  about  the  same  stretch  as  the  appearance  of 
cracks  in  plain  concrete.  This  stretch  may  be  taken  approximately  as 
0.00012  of  its  length  (corresponding  to  3  600  lb.  per  sq.  in.  in  the  steel- 
for  I  :  2  :4  stone  concrete,  and  0,00018  (^corresponding  to  5  400  lb.  per 
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sq.  in.  in  the  steel)  for  cinder  concrete.*  The  cracks,  however,  at  this 
stretch,  as  discussed  below,  are  very  minute  and  not  visible  to  the  naked 
eye. 

The  conclusion  of  Mr.  Considfere  in  France,  as  the  result  of  his  tests, 
that  the  stretch  of  concrete  when  reinforced  was  0.002  of  its  length,  or 
twenty  times  the  stretch  of  concrete  without  reinforcement,  has  been 
disproved  by  fiurther  experiments.  Professor  Tumeaure,t  in  testing 
moist  beams,  observed,  at  about  the  same  stretch  at  which  first  cracks 
developed  in  plain  concrete  beams,  dark  marks  which  he  called  water 
marks.  Part  of  these  water  marks  developed  later  into  actual  cracks. 
Professor  Bach^  investigated  the  subject  further  and  came  to  the  con- 
clusion that  water  marks  are  places  where  adhesion  between  particles 
of  concrete  became  loosened  just  previous  to  formation  of  cracks.  In 
plain  concrete,  each  water  mark  develops  into  a  crack.  In  reinforced 
concrete,  on  the  other  hand,  only  a  part  of  the  water  marks  actually 
open  because  the  steel  strengthens  these  weakened  spots  and  retards 
somewhat  the  appearance  of  actual  cracks  or  prevents  their  formation 
altogether. 

ProfesBor  Bach's  Tests.  Professor  Bach's  tests}  in  Stuttgart,  sum- 
marized below,  present  the  relation  between  actual  and  computed  tensile 
stresses  in  concrete  under  different  conditions.  All  of  the  values  are 
high  as  Bach  evidently  worked  with  a  stronger  concrete  than  the  same 
proportions  give  ordinarily.  It  must  be  noted  further,  as  has  been  empha- 
sized elsewhere,  that  the  actual  stresses,  low  at  this  stage  as  compared 
with  the  computed  stresses,  do  not  affect  the  accuracy  of  the  ordinary 
formulas  for  practical  design  as  this  does  not  increase  the  factor  of 
safety  nor  the  load  at  elastic  limit.     (See  p.  412.) 

Influence  at  First  Crack  of  Richness  of  Mix.  The  increase  in  strength 
with  richness  of  mix  is  shown  in  the  table  on  page  409. 

Here,  as  in  the  tables  on  the  pages  that  follow,  is  shown,  not 
merely  the  increase  in  strength  with  the  richer  proportions  but  also 
the  effect  of  the  concrete  in  reducing  the  stress  in  the  -steel  because  of 
its  own  strength  in  tension  at  early  periods  of  the  loading.  At  the 
period  indicated,  which  is  that  of  the  first  crack  in  the  concrete,  it  is 
seen  that  the  computed  stress  in  steel  is  almost  3^  times  the  actual 
stress.  As  is  shown  later,  this  ratio  decreases  until  at  the  actual  break- 
ing load  in  tension  they  nearly  agree. 

*  Technologic  Paper  No.  a,  U.  S.  Bureau  of  Standards,  igxa,  p.  39. 

t  Proceedings  American  Society  for  Testing  Materials,  1Q04,  p.  498. 

}  Bach-Spannungen  unmittelbar  vor  der  Rissbilduog.    Deutscher  Ausschuss,  Heft,  34,  xox3« 
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Actual  and  Computed  Stresses  at  First  Crack  for  Dijjcrent  Proportions  of  Concrete. 

(See  p.  408.) 

Age  of  beams  at  test,  45  days;  aggregates,  Rhine  sand  and  gravel;  ratio  of  steti, 

p  =  0.0056.     Wet  storage. 

CompiU^  from  tests  by  C.  JiAc  h. 


FiDfXMrtkMis. 


Lb.  per  &q.  in. 


Compns&ftive. 


I'eosile. 


1:2:3 
I  :  1.5  : 


2  100        I 

3  750       I 

4  400        ; 


198 
270 

330 


Teusilc  Stresses  at  lirbt  Crack. 
Ih.  i>er  !»q   in 


in  ("oiicrete. 


lu  Sttel 


Actual  St  n  hS;'s 


I'onnula 
/    -    ^ 


290 

485 


3  yoo 

Ji  400 

5  J50 

17  200 

0  600 

23  000 

Tensile  streiises,  fc.  and  actu:l  slrebses, /^ ,  are  figured  by  (orlnula^  on  i^age  362, 
here  the  tensile  stresses  in  concrete  are  taken  into  account.     The  stresses  cumpulcd 

by  formula. /fi  =  -; — -, ,  on  the  other  hand,  are  iigured  neglecting  the  tensile  value  of 


w 


Asjd 


concrete. 


Influence  of  Storage.  The  tensile  stress  in  concrete,/',  was  smaller 
for  beams  stored  dry  than  for  beams  kept  wet,  the  dillerence  amounting 
cm  an  average  to  about  twent}*  per  cent.  Concrete  stored  dry  tends  to 
shrink,  causing  initial  tensile  stresses  in  concrete  because  free  mo\'ement 
of  concrete  is  prevented  by  the  adhesion  of  concrete  to  steel.  Concrete 
kept  wet,  on  the  other  hand,  tends  to  expand,  which,  prevented  by  the 
steel,  causes  initial  compressive  stresses  in  concrete.  When  loadc^I,  the 
initial  tensDe  stresses  increase  tension  on  the  section  while  initial  com- 
pressive stresses  decrease  it.  To  concrete  in  building  coiL^truction  the 
values  for  dr}-  storage  are  applicable  because,  even  if  the  concrete  is  kept 
wet  during  construction,  in  course  of  time  it  will  dry  out  and  the  ulti- 
mate amount  of  shrinkaj:e  will  be  substantially  the  same  as  if  it  were 
held  in  dry  storage,     (^ej  p.  261.) 

Influence  of  Percentage  of  Steel.  I^rofessor  iJach's  tests*  show  tliat 
in  concrete  beams  of  tije  same  proportions  the  actual  unit  ^L leases  in 
concrete  and  steel  at  lir?t  crack  are  constant  irrespective  of  tiie  per- 
centage of  steel  in  tiie  l»eam.  The  theoretical  stresses  hi  f5teel  at  tiie 
first  crack,  however,  figured  b}-  the  orchnary  formulas  negicct.lijg  the 


*  Bacb-SpumUDgeii  umnittelbar  \ur  der  Kibsbilaunc.     Dt:uu>caer  Aii:>>cliabs,  Heft 
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tCDsBs  resistance  c^  concrete^  vary  with  the  percentage  of  steel     Simibi 

results,  as  shown  in  the  table  below,  were  obtained  in  the  tests  by  the 
Bureau  of  Standards  carried  on  by  Mr.  Richard  L.  Humphrey  and  Mr. 
Louis  H.  Losse.* 

Ad-ual  and  Comptded  Stresses  with  Different  Percentages  of  SteeL    {See  f^  410.) 


Proportions 

of 

Concrete. 

Days. 

Tensfle  Strcaaes  in  Sted  at  Fiot  CxadL 
Lb.  per  aq-  in. 

JUIEDfiSnflftBSUBtoCS*- 

Actual 

Sten» 

Lb.  per 
aq.  m. 

Comptttad  by  OixfinaxT  Ftarmn^ 

p  "■  JBOS 

p-.ot 

p- J2 

Bach 

Bxireau  of  StancUinis 

I  :  1.5  :  2 
1:2:4 

45 

6  600 
4  200 

25  000 

25   OOO 

13  000 

13  000 

S  000 
8  000 

Influence  of  Consistency^  A  wet  consistency  reduces  the  strexigth. 
At  an  a^  of  45  days  for  1:2:3  conqyete,  p  =  0.0056,  and  for  per- 
centages of  water  by  weight,  varying  between  6.8%  and  10.0%,  the 
tensile  stress^  f^y  at  first  crack  ranged  honx  395  lb.  to  310  Bb.  per 
sq.  in.,  while  the  compressive  stroigth  of  the  same  concrete  ranged  from 
3800  lb.  to  2360  lb.  per  sq.  in.,  and  the  tensile  strength  in  direct  pull, 
from  485  lb.  to  245  lb.  per  sq.  im 

Infiaence  of  Age.  Increase  in  strength  with  age,  as  determmed  l^ 
Bach,  is  shown  in  the  table  below. 

Actual  and  Computed  Stresses  at  DtfferefU  Ages^     (Sea  p.  410.) 

Ptoportions  of  concrete,  1:2:3.    Ratio  of  steel,  p  =  0.0056. 
Compiled  from,  tests  by  C.  B-uzH.t 


StrasMS  at  F'nat  Ctack. 
Lb.  per  sq.  in. 

A«e. 

1 
A^.                       Age. 

Mf^ 

IB  Dbsfs. 

4S  DaaFS.             6  Montfas. 

lYeu. 

/c   Actual  stresses  in.  concrete 

/^  Actual  stresses  in  steel 

fs  Computed  stresses  in  steel 

360 

4  9«r 

16  400 

3&3 

5  too 

17  5«» 

466 
6  300 

21    TOO 

•«5 
6  TOO 

23  000 

The  theoretical  strssses,  /x,  are  the  stresses  in  steel  figured  by  Formula  (9) ,  p.  355. 


•f  Kvotral  Aids..    The  position  of  the  neutral  axis  in  resn- 
fbrced  concrete  beams  varies  with  the  percentage  of  steel  and  the  strength 

*Tadmologic  Fnper  No.  z,  U.  S.  Bunsu  of  Standan^  p.  39. 

t  Bacfa-Spenrningnn  ammttelbsr  ^mic  der  WJahflthmg;    Dcutadier  Auaacbiiaik  E^A  24,  vqt^ 
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of  concrete  and  also  with  the  intensity  of  the  loading.  For  beams  with 
large  percentages  of  steel,  the  initial  position  of  the  neutral  axis  is  lower 
than  for  beams  with  smaller  percentages  of  steel.  With  the  same  steel 
and  stronger  concrete,  the  neutral  axis  is  higher  than  with  a  weaker 
concrete. 

In  any  beam  the  neutral  axis  at  the  beginning  of  the  loading  nearly 
coincides  with  the  center  of  gravity  of  a  section  in  which  tlie  steel  is 
considered  as  replaced  by  an  area  of  concrete  equal  to  the  area  of  steel 
tiooes  the  ratio  of  the  moduli  of  elasticity.  With  the  progress  of  the 
loading,  it  moves  upward.  In  Figure  118,  page  41 1^  is  given  tlie  typical 
movement  of  the  neutral  axis  during  loading  for  beams  with  different 
percentages  of  steel.  As  is  evident  from  the  figure,  the  position  of  the 
neutral  axis  for  different  loadings  was  determined  by  plotting  at  proper 
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Fig.  118. — Change  in  Position  of  Neutral  Axis  During  Loading  for  Different  Percent- 
ages of  Steel.*     {Seep.  411.) 

levels  the  deformation  of  the  upper  concrete  fiber  and  the  deformation 
of  steel.  The  intersection  of  the  hne,  obtained  by  connecting  the  two 
points,  and  the  vertical  section  of  the  beam  gives  the  position  of  the 
neutral  axis.  For  usual  percentages  of  steel  the  distance  from  the  com- 
pressive side  of  the  beam  under  working  loads  is  three-tenths  to  four- 
tenths  of  the  depth.  The  formula  for  location  of  neutral  axis  is  given 
on  page  354. 

StFMses  in  Stoel  for  Vuyiag  Inteaai^  of  Load.  Figure  119,  page  413, 
gives  the  typical  deformation  of  steel  and  of  the  upper  liber  of  concrete 
in  inches  per  inch  of  length  in  beams  with  different  percentages  of  steel, 
based  on  the  tests  of  Messrs.  Hiunphrey  and  Losse.f    The  deformation 


*Bacfa  **  BiefOvcxMicfac  mit  £iseabetonbalken,"  Berlin,  1907.  pages  7  and  8. 
t  Tecfaaokicic  Paper  No.  2,  U.  S.  Bureau  ot  Standards,  191 2,  p.  39. 
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curve  for  steel  is  not  a  straight  line  but  a  composite  curve,  the  shape  of 
which  varies  with  the  percentage  of  reinforcement.  The  deformation 
and,  therefore,  the  stresses  in  steel  at  the  first  stage  of  the  loading,  that 
is,  before  the  first  crack,  are  comparatively  small  and  proportional  to 
the  load,  so  that  the  deformation  curve  for  this  stage  is  almost  a  strai^t 
line.  At  deformation  equal  to  the  ultimate  deformation  in  plain  con- 
crete beams,  cracks  in  concrete  open,  and  the  tensile  stresses  borne  by 
it  are  transferred  to  the  steel,  causing  an  abrupt  change  in  the  steel  defor- 
mation curve.  As  is  evident  from  the"  change  in  deformation,  as  shown 
in  the  diagram,  the  change  in  the  direction  of  the  curve  is  much  larger 
for  smaller  percentages  of  steel  because  the  amount  of  tensile  stress, 
constant  for  beams  of  same  cross-sections,  which  is  transferred  from 
the  concrete  to  the  steel,  is  distributed  over  a  smaller  amount  of  steel  so 
that  the  increment  in  the  imit  stress  in  steel  is  larger. 

On  the  deformation  diagram  the  load  at  first  crack  is  marked  by  the 
change  in  deformation  from  a  straight  line  to  a  curve. 

After  the  first  crack,  a  large  proportion  of  the  total  tensile  stresses  is 
carried  by  the  steel.  The  concrete,  however,  still  carries  a  soxall  pro- 
portion dependent  in  amount  upon  the  percentage  of  reinforcement  in 
the  beam.  Because  of  these  stresses  carried  by  the  concrete,  the  defor- 
mation m  steel  at  different  intensities  of  loading  does  not  vary  pro- 
portionally to  the  load.  It  is  absolutely  necessary  that  this  be  taken 
into  account  when  analyzing  results  from  tests  not  carried  to  the  break- 
ing point,  for  instance,  in  tests  of  completed  bmldings. 

The  actual  stresses  obtained  in  steel  computed  from  deformation  are 
smaller,  for  reasons  indicated  above,  than  the  computed  stresses  for  the 
same  load.  With  small  percentages  of  steel,  concrete  carries  a  consid- 
erable-portion  of  the  stresses  up  to  the  breaking  point  of  the  beam. 
(This  is  shown  by  the  deformation  curve  for  0.49%  of  reinforcement.) 
For  the  larger  percentages  of  steel,  the  dash  line  on  the  diagrams,  which 
iadicates  the  theoretical  deformation  of  the  steel  obtained  from  Fonnuk. 
(9),  page  355,  strikes  the  actual  deformation  curve  at  the  deformation 
corresponding  to  a  stress  of  59000  pounds  to  43000  pounds  per 
square  inch.  This  indicates  that  near  the  elastic  limit  the  actual 
stresses  agree  very  well  with  the  theoretical  stresses. 

The  diagrams  on  page  413  give  a  comparison  of  actual  stresses  with 
theoretical  stresses  computed  by  the  ordinary  formulas.  From  this  it  is 
seen  that  if  a  beam  or  slab  is  designed  by  formulas  on  page  482  for  an 
allowable  unit  stress  in  steel  of  i6  000  lb.  per  sq.  in.,  the  actual  stress 
for  the  de^gn  load  is  smaller  than  16  000  lb.  and  varies  with  the  per- 
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centage  of  tensile  reinforcement.  This  does  not,  however,  increase 
the  factor  of  safety  of  the  beam  because,  irrespective  of  the  magnitude 
of  the  actual  stress  at  the  design  load,  double  the  load  will  bring  the 
actual  stress  to  about  32  000  pounds.  It  does,  however,  influence  the 
formation  of  cracks  so  that  the  cracks  do  not  appear  at  nearly  so  early 
a  stage  as  would  be  expected  from  the  ordinary  formulas.  In  actual 
construction,  tensile  resistance  of  concrete  cannot  be  counted  upon 
as  il  is  often  destroyed  either  by  shrinkage  due  to  hardening  or  by 
temperature  changes. 

FormuUui  on  pa^re  482,  therefore,  aUhoiigb  they  do  not  represent  the 
actual  conditionfl  of  stresses  at  the  desi^  load,  gire  the  required  factor 
of  safety  and  are  recommended  for  use  in  design. 

The  behaviour  of  a  beam  reinforced  with  steel  in  two  layers  is  the 
same  as  of  a  beam  with  one  layer.  The  steel  in  two  layers  is  less  eflFective 
than  the  same  amount  of  steel  placed  at  the  lower  level  because  the  upper 
layer  nearer  the  neutral  axis  is  effective  only  in  proportion  to  the  ratio 
of  its  distance  from  the  neutral  axis  to  the  distance  of  the  lower  layer.  I 

If,  therefore,  the  upper  layer  is  eight  inches  from  the  neutral  axis  and 
the  lower,  ten,  the  effective  area  is  the  area  of  the  lower  layer  plus 
four-fifths  of  the  upper  layer. 

CompressiTO  Stresses  in  Concrete.  As  is  evident  from  the  deforma- 
tion curves  (Fig.  119,  p.  413)  the  compressive  stresses  in  concrete  in  the 
first  stage  are  proportional  to  the  loads.  After  the  formation  of  the 
first  crack,  the  deformation  ciurve  undergoes  an  abrupt  change  after  which 
it  is  again  almost  a  straight  line. 

The  theoretical  stresses  computed  from  ordinary  formulas  for  per- 
centages of  steel  above  one  per  cent  agree  fairly  well  with  stresses  com- 
puted from  the  deformation  curves  in  beams  and  compared  with  defor- 
mation curves  for  cylinders  of  the  same  concrete.  For  small  percentages 
of  steel  the  computed  stresses  are  smaller  than  the  actual.  This,  how- 
ever, does  not  affect  the  design  because  in  such  a  case  the  beam  would 
fail  by  tension  so  that  the  actual  concrete  stresses  are  unimportant. 

Tests  with  Compressive  Failure.  Tests*t  show  that  ultimate  fiber 
stress  determined  from  deformations  is  larger  than  the  crushing  strength 
of  a  cube  of  the  same  concrete  so  that  it  is  safe  to  use  larger  stress  for 
extreme  fiber  than  for  direct  compression.  The  same  phenomenon  is 
observed  in  tests  of  T-beams.  (See  table  on  p.  416.)  The  number  of 
tests,  however,  is  not  sufficient  to  draw  a  definite  conclusion  as  to  the 
ratio  of  crushing  strength  to  ultimate  fiber  stress. 

*  Univenity  of  Wisoooiin,  Bulletin  No.  175,  November,  1907. 
t  Dr.  E.  Mdnch,  "Der  Eiaenbetonbftu/'  4th  Edition,  P.X67. 
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TESTS  OF  T-BEAMS. 

The  discussion  of  the  phenomena  of  loading  and  the  movement  of 
the  neutral  axis  given  for  rectangular  beams  and  the  results  given  in 
connection  with  the  appearance  of  first  cracks  on  page  405  apply  also 
to  T-beams.  The  initial  position  of  the  neutral  axis,  however,  will  be 
different  in  a  T-beam  than  in  the  rectangular  beams  and  depends  upon 
the  relative  dimensions  of  the  flange  and  the  stem  and  the  percentage 
of  reinforcement. 

It  must  be  remembered  in  applying  to  T-beams  the  discussion  of 
influence  of  percentage  of  steel  upon  the  appearance  of  first  crack  given 
for  rectangular  beains,  that  the  percentage  of  steel  must  be  figured  for 
the  width  of  beam  equal  to  the  width  of  the  stem. 

T-beams  may  fail  by  either  tension  in  steel,  compression  in  concrete, 
diagonal  tension,  or  bond.  The  tests  discussed  below  are  grouped  ac- 
cording to  the  cause  of  failure. 

Tensile  Failnres  of  T-Beams.  Professor  Talbot's  test  of  T-beams* 
consisted  of  nine  beams.  Dimensions:  total  length,  11  ft.;  test  span, 
10 ft.;  depth  to  steel,  d  =  10  in.;  height,  /j  =  12  in.;  thickness  of  slab, 
/  =  3J  in.;  breadth  of  stem,  6'  =  8  in.;  width  of  flange,  b  =  16,  24, 
and  32  in.  (three  beams  of  each  width).  Concrete,  i  :  2  :  4  by  voliune. 
Steel:  the  amount  of  reinforcement  varied  from  0.92%  to  1.1%  of  the 
area  of  enclosing  rectangle,  bd.  Longitudinal  reinforcement:  J-inch 
plain  round  bars  with  yield  point  of  38  300  lb.  per  sq.  in.,  and  J-inch 
corrugated  square  bars  with  yield  point  of  53  800  lb.  per  sq.  in.,  with 
i  in.  U-shaped  stirrups  (corrugated  square)  spaced  6  in.  apart  in  the  out- 
side thirds  of  beam. 

All  beams  failed  by  tension.    Stresses  in  steel  at  maximum  load, 

M 
figured  by  Professor  Talbot  by  formula,  /,  = ,  agree  well  with 

0.86  Agd 
stresses  at  yield  point  of   the  steel.    Calculated  stresses  ranged,  for 
plain  bars,  from  37  600  to  41  500  lb.  per  sq.  in.,  with  an  average  of 
39  800  lb.,  and  for  corrugated  bars,  from  55  700  lb.  to  64  300  lb.,  with 
an  average  of  55  700  lb.  per  sq.  in. 

No  beam  failed  by  diagonal  tension,  although  the  maximum  shearing 

V 

unit  stress  from  formula,  v  = ,  reached  the  value  of  605  lb.  per 

yjd 

sq.  in.    The  web  reinforcement,  therefore,  proved  to  be  adequate.    The 

total  diagonal  tension,  considered  as  resisted  by  the  stirrups  only,  would 

*  Univeraity  of  Illinoia  Bulletin  No.  12,  February  i,  1907. 


4i6 


A  TREATISE  ON  CONCRETE 


produce  a  theoretical  stress  in  stirrups  of  55  500  lb.  per  sq.  in.,  or  higher 
than  the  elastic  limit  of  stirrup  steel.  Judging  from  the  size  of  the 
diagonal  cracks,  the  actual  stress  in  stirrups  was  much  below  the  elastic 
limit,  which  indicates  that  a  part  of  the  diagonal  tension  is  carried  by 
concrete,  justifying  the  recommendation  on  page  371  allowing  one-third 
of  the  total  diagonal  tension  to  be  considered  as  resisted  by  concrete 
with  the  remainder  carried  by  the  steel. 

Tests  of  T-Beams  to  Determine  the  EflectiTe  Width  of  Flange.  The 
following  test  was  made  at  the  testing  laboratory  in  Stuttgart,*  with  a 
number  of  beams  of  the  same  span,  cross-section,  and.  amount  of  steel, 
but  varying  widths  of  flange.  Three  beams  of  each  type  were  tested. 
Loads  were  applied  at  one-third  points. 

Beams  2,  3,  and  4  failed  by  crushing  of  concrete  in  the  flange.  The 
failure  in  concrete  occtured  in  about  the  same  way  as  in  cubes,  by  split- 
ting of  wedge-shaped  pieces  of  concrete.  The  shortening  of  the  flanges 
of  beam  No.  3  was  uniform  throughout  the  width  of  the  flange  during 
the  whole  progress  of  the  test.  For  Beam  No.  4,  there  was  a  difference 
in  shortening  of  only  8%  for  loads  near  the  crushing  strength  of  concrete. 

T-Beam  Tests  to  Determine  Effect  of  Width  of  Flange.    (See  p,  416.) 

Compiled  from  tests  by  C.  Bach.^ 

Proportions  of  concrete,  i :  3: 4  by  voliime,  with  gi%  of  water  by  weight.  Elas- 
tic limit  of  steel,  48  000  lb.  per  sq.  in.    Age  of  test,  45  days. 

Common  dimensions:  Total  length,  10.89  f^*»  testing  span,  9.84  ft.;  breadth  of 
stem  ^'=7.08  in.;  total  depth,  h—g.S4  in.;  depth  of  steel,  ^» 8.66  in.;  thickness  of 
flange,  /=2.36  sq.  in.;  2.36  in.  fillets  at  juncture  of  slab  and  stem. 

Steel:  4-1. 17  in.  round  bars;  area  of  steel  As'^^.sS  sq.  in.;  i-in.  rotmd  U  stirrups 
spaced  3  in.  on  centers  in  outside  thirds. 


No. 
of 

Width 

of 
Flange. 

in. 

Ratio  of 

Projections 

of  Flange 

to 
Thirkneaa 

of  Slab. 

Maximum 
Load. 

Lb. 

StreflMS  at  Maznuom  Load. 
Lb.  per  sq.  in. 

Strength  of 
Cubes. 

Lb.  per 
iq.  m. 

Ratio  of 
Compressive 
Fiber  Stios 

Beam. 

At 

/ct 

to  Strength 
of  Cubes,  t 

2 

3 

4 
5 
5a 

71 
20.0 

29.1 

39-4 
39  4 

0.0 
50 

9-5 
136 

13.6 

16  900 

31  Soo 
47  200 
56  800 
35  300 

10  050 
18  700 
28  100 

33  750 
21  000 

2    200 

1  900 

2  200 
2    140 

I   340 

I   580 
I   580 
I   750 
I  800 
I  620 

I  39 
1.20 

1.26 

1. 19 

0.83 

t  Based  on  Formulas  (z8)  and  (19),  p.  357. 

X  Ratios  would  have  been  still  larger  if  oblong  c^inders  had  Deen  tested  instead  of  cubes. 

Beams  3,  4,  and  5  were  provided  in  outside  thirds  of  beam  with  }-^.  round  cross 

bars  placed  6  inches  on  centers.     Beam  5a  had  no  cross  bars. 

*  C.  Bach  Mitteiiungen  uber  Forschungaarbeiten  aus  dem  Gebiete  des  IngenieurwcsoBS,  Heft  90 
aodgz. 
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Beams  No.  5  and  No.  5a  were  built  alike  except  that  cross  bars  were 
spaced  about  6  inches  apart  in  Beam  No.  5,  while  No.  5a  had  no  cross  bars. 
Both  of  these  beams  failed  by  shearing  off  of  the  flanges,  but  there  was 
great  difference  in  action  and  in  maximum  load  between  the  two  attribu- 
table entirely  to  the  effect  of  the  cross  bars.  For  Beam  No.  5  with 
cross  bars,  the  stresses  and  the  shortening  of  the  flange  were  imiform 
over  the  whole  width  of  the  flange  up  to  a  load  of  about  44  000  lb. 
when  the  first  longitudinal  crack  appeared  at  the  junction  of  the  slab 
and  the  stem.  This  crack  was  followed  by  a  number  of  similar  cracks 
which  finally  caused  failure.  After  the  crack  occurred,  the  shortening 
at  the  edges  as  compared  with  that  at  the  stem  decreased,  and  at  maxi- 
mum load,  it  amoimted  only  to  half  of  the  shortening  at  the  stem. 
Both  edges  of  the  slab,  or  flange,  of  the  T-beam  bent  down  or  de- 
flected along  the  entire  length  of  beam:  the  maximum  total  deflection 
at  the  middle  of  the  edge  was  0.012  inch. 

Beam  No.  5a,  without  cross  bars,  failed  from  the  same  causes  as 
Beam  No.  5,  except  that  the  first  crack  occiured  at  a  smaller  load,  and 
failure  caused  by  the  separation  of  the  stem  and  the  flanges  followed 
closely  the  appearance  of  the  first  crack.  This  proved  conclusively  that 
it  is  advisable  to  place  reinforcement  across  every  beam  which  is  expected 
to  act  as  a  T-beam  so  as  to  insure  it  against  the  separation  of  the  flange 
and  the  stem. 

The  compressive  stresses  in  the  flange  which  must  be  transferred  to 
the  stem  cause  shearing  stresses  along  the  juncture  of  the  stem  and 
the  flange.  The  magnitude  of  the  unit  shearing  stress  is  prop)ortional 
to  the  amount  of  compression  carried  by  the  flange  and  inversely  pro- 
portional to  the  thickness  of  the  flange.  For  method  of  determining  the 
shearing  stresses,  see  page  362. 
The  following  conclusions  can  be  drawn  from  the  tests: 

(a)  Maximum  load  is  increased  materially  by  introduction  of  cross 
bars. 

(6)  Maximum  load  can  be  still  further  increased  by  fillets.  Beams 
with  fillets,  making  a  30**  angle  with  the  horizontal  and  having 
a  depth  of  |  of  the  depth  of  slab,  withstood  a  20%  larger  load 
than  beams  without  fillets.  The  effectiveness  of  fillet  did  not 
increase  with  the  increase  of  size  of  the  fillet. 

(c)  No  appreciable  difference  is  shown  in  deformation  in  flange  at 

the  edge  and  at  the  stem  for  39.4-inch  flange  (projections  13.6 
times  depth  of  slab). 

(d)  Maximum  load  for  beams  with  60-inch  flange  (projections  21 
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times  depth  of  slab)  is  only  5%  larger  than  for  39.4-inch  flange 
(projections  13.6  times  depth  of  slab). 

From  the  above  conclusions,  it  is  evident  that: 

(1)  In  computing  effectiye  strength,  the  use  of  a  width  of  flange 

equal  to  six  times  the  thickness  of  slab  on  each  side  of  the 
stem  is  conservative. 

(2)  In  ordinary  cases,  no  fillets  are  required. 

(3)  Cross  bars  on  the  top  of  T-beams  are  required  to  insure  T-beatr. 

action. 

TESTS  OF  REINFORCED  CONCRETE  BEAMS   TO  DETERMINE 

EFFECT  OF  DIAGONAL  TENSION 

Most  comprehensive  tests,  illustrated  and  described  below,  were  made 
by  Professor  Bach  in  years  1908  and  191 2,*  comprising  64  sets  of  beams 
divided  into  two  groups.  In  Group  I,  (see  Fig.  120,  p.  420,)  the  load 
is  applied  at  the  one- third  points,  and  in  Group  11,  (see  Fig.  121,  p. 
422,)  at  eight  points,  uniformly  spaced.  Both  groups  include  beams 
with  no  web  reinforcement,  with  stirrups,  with  bent  bars,  and  with 
stirrups  and  bent  bars.  In  Group  I  the  span  is  9.8  ft.;  in  Group  II 
it  is  13. 1  ft.  Other  dimensions  weref  k  =  15.7  in.;  ^  =  13.9  in.;  6'  = 
7.9  in.  (except  as  noted);  /  =  3.9  in.;  and  b  =  19.7  in.  in  Group  I,  and 
23.6  in.  Group  II.  The  amount  of  longitudinal  steel  was  practically  the 
same  in  all  beams  (see  summary),  the  only  variable  being  the  arrange- 
ment of  web  reinforcement. 

Concrete:  1:2:3  by  volume;  9%  of  water  by  weight.  Aggregates: 
Rhine  sand  and  gravel.  Age  of  specimens,  45  days.  Average  strength 
of  cubes,  3  440  lb.  per  sq.  in.  Steel:  3rield  point  varied  from  45  400  lb. 
to  51  000  lb.  per  sq.  in.  for  Group  I,  and  from  44  000  lb.  to  63  000  lb. 
per  sq.  in.  for  Group  II. 

In  both  groups  there  are: 

(a)  Beams  without  stirrups  with  widths  of  stem,  b',  5.9  in.,  7.9  in., 

and  1 1.8  in. 

(b)  Beams  with  U-shaped  0.275-in.   round  stirrups,  spaced  3.8  in. 

apart  and  with  widths  of  stem  varying  as  in  the  previous  case. 

(c)  Beams  without  stirrups,  horizontal  steel  provided  with  hooks  at 

ends. 

*  Deutscher  AuflBchuss  fOr  Eisenbeton,  Heft  X,  XII,  XX 
t  For  notation,  tee  p.  353> 
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(d)  Beams  with  U-shaped  stirrups  varying  in  diameter  from  0.2  in. 

to  0.39  in.  and  spacing  varying  from  2  in.  to  7.9  in. 

(e)  Beams  with  bent  bars  of  different  arrangement  with  and  with- 

out stirrups. 

In  Group  II,  the  web  reinforcement  was  designed  by  Formula  (60), 
P^c  373>  ^^r  loads  producing  in  tensile  steel  a  stress  of  14  200 
lb.  per  sq.  in.  The  figures  on  page  420  and  422  give  arrangement 
of  reinforcement;  maximum  loads  carried  by  the  beam;  cross  section 
of  horizontal  steel;  cross  section  of  bent-up  bars;  maximum  shearing 
unit  stress,  v;  stress  in  steel  at  maximum  load',  /,;  stress  in  stirrups 
figured  with  assumption  of  stirrups  taking  the  total  amount  of  diagonal 
tension. 

The  following  conclusions  can  be  drawn: 

General,  (i)  Tests  show  that  it  is  possible  to  provide  sufficient  web 
reinforcement  in  the  shape  of  stirrups,  bent  bars,  or  combinations  of  the 
two  to  develop  the  maximum  carrying  capacity  of  the  beam  whether 
governed  by  horizontal  steel  or  by  crushing  strength  of  concrete. 

(2)  For  beams  with  and  without  stirrups  failing  by  diagonal  tension, 
the  maximum  load  increases  in  direct  proportion  with  the  width  of  the 
stem  (Group  I  (a)  and  (b) ) .  This  proves  that  diagonal  tension  is  resisted 
partly  by  concrete  and  partly  by  reinforcement,  else  in  beams  with 
stirrups  failing  by  diagonal  tension  the  width  of  stem  would  be  of  no 
infiuence  on  the  ultimate  load. 

(3)  The  stresses  in  web  reinforcement  are  smaller  than  obtained  by 
assuming  the  total  diagonal  tension  from  Formula  (54),  page  367  to  be 
resisted  by  steel  only.  The  two  above  conclusions  justify  the  recom- 
mendation that,  in  designing,  one-third  of  the  diagonal  tension  be 
considered  as  resisted  by  concrete.     (See  also  page  416.) 

(4)  Hooks  at  ends  of  horizontal  bars  largely  increase  the  strength  of 
beams  by  preventing  slipping  of  the  bars.  The  increase  may  reach 
50%  or  more.     (See  also  page  438.) 

Stirrups,  (5)  Stirrups  increase  the  capacity  of  the  beam,  as  is  evident 
from  comparison  of  Beam  51  and  Beam  52,  on  page  422.  For  equal 
spacing,  the  ultimate  load  increases  with  the  increase  of  the  diameter 
of  the  stirrup,  and  for  equal  diameters  of  stirrups,  it  increases  with  the 
decrease  of  spacing. 

(6)  Stirrups  of  small  diameter  spaced  closely  are  more  effective  than 
large  diameters  with  correspondingly  larger  spacing.  Stirrups  in  tests 
were  most  effective  with  a  spacing  equal  to  one-third  of  the  depth  of 
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Fig.  1 2o. — ^Effect  of  Diagonal  Tension.     Design  and  Loading  of  Test  Beams. 

Group  I.     (See  p,  418.) 
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the  beam;  i.e.,  for  this  spacing,  the  increase  in  ultimate  load  per  pound 
of  steel  in  stirrups  was  a  maximiun. 

(7)  Only  about  one-third  of  the  total  depth  may  be  counted  upon  in 
developing  bond  in  stirrups,  because  with  the  progress  of  the  diagonal 
cracks,  which  may  reach  to  about  one-third  of  the  depth  of  the  beam 
from  the  top,  only  the  portion  of  concrete  above  the  crack  is  effective. 
Slip  in  stirrups  under  load  by  actual  measurement  was  largest  for  the 
stirrups  intersected  by  the  crack  near  the  top  of  the  beam.  It  is  advis- 
able, therefore,  to  hook  the  ends  of  the  stirrups. 

(8)  The  stirrups  influence  the  bond  of  the  horizontal  steel,  which 
increases  with  the  decrease  of  spacing  of  stirrups. 

Tests  of  Beams  to  Determine  the  Efficiency  of  Web  Reinforcement,     {See  p.  420.) 

Compiled  from  Tests  by  C.  Bach* 
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D 
D 
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D 
D 
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T 
D 
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Note:  D  —  diagonal  tension  failure 
B  —  bond  failure 
T  —  tension  failure 
DB  s  diagonal  tension  and  bond  failure 


*  Deutacher  Ausschuas  fOr  Eiaenbeton,  Heft  X,  XII.  XX,  xgoS  and  xgxa. 

t  Areas  of  bars  are  converted  directly  from  the  metric  dnnensions.    Diameters  in  Fig.  zao  are  approx- 
inute  to  neaxest  sixteenth  inch. 
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Fzo.  X2I. — ^Effect  of  Diagonal  Tension.    Design  and  Loading  of  Test  Beam. 

Group  II.     {See  p.  418.) 
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BaU  Bars.  (9)  Bars  bent  at  <me  point  only  are  more  rffective  whai 
bent  at  about  45"*  than  if  bent  flatter  at  about  18^  with  the  horizontal 
Beam  29,  on  page  421,  resisted  20%  larger  load  than  Beam  25,  al- 
though the  area  of  bars  bent  at  45^  was  1.8  sq.  in.,  against  1.98  sq.  in. 
bmt  at  iS^  in  Beam  25.  No  marked  difference  was  found  in  strength 
for  beams  with  bars  bent  at  30**,  40°,  and  45°  respectively. 

(10)  Bent  bars  as  well  as  stirrups  are  effective  reinforcement  for 
diagonal  tension.  Compare  Beams  30  and  ^Sy  page  420,  both  of 
which  failed  by  tension  in  steeL 

(11)  The  strength  of  beams  with  bars  having  sharp  bends  was  smaller 
than  for  beams  with  a  circulaT  bend  with  a  radius  equal  to  about  12  dia- 
meters. 

(r2)  It  is  evident  from  comparison  of  the  stresses  at  ultimate  loads 
with  the  elastic  limit  of  steel  that  almost  all  the  beams  with  bent  bars 
failed  by  tension  in  longitudinal  steel. 


Tais  of  Beams  to  Determine  ike  Efficiency  of  Web  Reinforcemenl,     {See  p.  422.) 

Compiled  from  Tests  by  C.  Bach.* 
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Note:  D  »  diagonal  tension  failure        T  =  tension  failure 

B  »  bond  failure  DB  =  diagonal  tension  and  bond  failure 

*Deot9cher  Ausschuss  fQr  Eissnbeton.  Heft  X.  XII,  XX,  1908  and  igia. 

t  Aieas  of  ban  are  converted  direct ly  from  the  metric  dimension.    Diameters  in  Fig.  121  are  approx> 
imate  to  nearest  sixteenth  inch 
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BEHAVIOR  OF   REINFORCED  CONCRETE   BEAM   FAIUNO  BT 

DIAGONAL  TENSION  UNDER  LOAD 

The  difference  between  the  intensity  of  loading  at  first  diagonal  crack 
and  the  ultimate  loading  for  beams  without  web  reinforcement  depends 
upon  the.  strength  of  the  concrete.  Lean,  or  green  concrete  beams  fail 
with  little  or  no  warning,  so  that  the  load  at  first  diagonal  crack  coin- 
cides with  the  breaking  load,  while  in  richer  and  stronger  concrete  beams, 
diagonal  cracks  are  visible  for  some  time  before  final  failure  occurs. 

Figure  122,  page  424,  shows  a  reinforced  concrete  beam  of  1:2:3 
concrete,  45  days  old,  with  no  stirrups,  after  failure  by  diagonal  tension 
and  slipping  of  the  bar.  At  a  load  of  14  700  lb.,  the  first  crack  devel- 
oped in  the  middle  portion  of  the  beam  which  was  loaded  at  one-third 
points.    At  17  640  lb.,  a  diagonal  tension  crack  developed  in  the  out- 


30  40 

Age  in  0093 

Fig.   124. — EflFect  of  Age  Upon  Web  Resistance. 

Tests  by  Prof.  Talbot. 


(See  p.  426.) 


side  third  just  beyond  the  load.  This  crack  increased  with  increased 
intensity  of  load  with  an  inclination  toward  the  load.  At  22  000  lb., 
the  crack  extended  up  almost  to  the  bottom  of  the  flange.  The  diagonal 
tension  cracks  were  much  larger  than  the  tensUe  crack  in  the  middle 
portion.  At  22  000  lb.,  small  horizontal  cracks  develoj>ed  at  the  level 
of  the  horizontal  bar.  At  further  loading,  more  additional  horizontal 
cracks  appeared  than  all  the  previous  horizontal  cracks  combined  and 
formed  at  the  failure  which  took  place  at  the  loading  of  28  600  lb.,  a 
continuous  crack  extending  from  the  support  to  the  load,  as  is  shown  in 
the  figure. 

Fig.  123,  page  424,  shows  a  typical  tension  failure  of  a  beam  of  similar 
dimensions  as  shown  in  Fig.  122,  page  424,  provided  with  stirrups 
where  the  cracks  are  confined  to  the  center  of  the  beam.  These  tests 
are  both  selected  from  the  series  by  Bach. 
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BEAMS  WITHOUT  SHEAR  REINFORCEMENT 

The  maximum  unit  shearing  stress  at  which  beams  without  web 
reinforcement  fail  by  diagonal  tension  depends  primarily  upon  the  rich- 
ness of  the  concrete  and  the  age,  and  in  smaller  degree  upon  the  per- 
centage of  steel  and  the  ratio  of  depth  to  length  of  span.  The  last  two 
items  can  be  neglected  in  ordinary  design.    Since  diagonal  tension  fail- 


10  15  20 

Psr-Cent  of  Cement 

Fig.  125. — Effect  of  Proportion  of  Concrete  Upon  Web  Resistance.     {See  p,  426.) 

Tests  by  Prof.  Talbot. 

ure  in  beams  without  web  reinforcement  is  sudden,  a  large  factor  of 
safety  is  advisable.  (See  page  374.)  In  all  cases  quoted  below  unit 
shearing  stresses  were  computed  by  formula  (S5a),  page  367. 

Effect  of  Age  upon  Web  Resistance.  The  effect  of  age  is  of  great  im- 
portance in  determining  the  time  for  removal  of  forms  and  the  age  at 
which  concrete  can  be  loaded.  It  is  illustrated  in  Fig.  124,  page  455, 
taken  from  tests  made  by  Professor  Talbot  at  the  University  of 
Illinois.* 
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Fig.  126. — Effect  of  Percentage  of  Horizontal  Steel  upon  Web  Resistance. 

{See  p.  427). 
Tests  by  Prof.  Talbot. 
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Effect  of  Richness  of  Mixture  of  Concrete  upon  Web  Resistance.  Figure 
125,  page  426,  taken  from  Professor  Talbot's  tests  shows  the  increase  of 

*  Bulletin  No.  ag*  January  4,  igop. 
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wrf)  resistance  with  the  amount  of  cement  in  a>ncfele.    'I'lie  iiicrease  is 
quite  marked  although  somewhat  less  tiian  tJie  increase  in  coiii^;rebsive 
strengtii  for  the  same  cause. 
ESect  if  Fcrceatice  «(  Hortwrtitl  Steal  uikw  Web  ftamtaxice.    As 

is  evident  from  ¥'y%.  126,  pa^e  42^.  the  percentage  of  steel  has  a  n  arked 
efitsct  oa  web  resii>tance  which  can  be  attributed  tg  two  causes.  J'  ir>t. 
for  smaller  percentages  of  steel,  the  defornxation  is  larger  with  conse- 
quently increased  tendency  of  concrete  to  crack.  Second,  with  larger 
percentages  of  steel,  the  tensile  stresses  de\eloped  near  the  supp<^rt  are 
smaller,  consequently  the  appearance  of  the  tension  cracks  which  later 
develop  into  diagonal  tension  cracks  is  retarded. 

2jilio  Hf  JCbudflmm  Shearini:  Unit  BPcess  In¥olviii|:  Diagonal  Tension 
to  file  MiKliiiiis  of  Bqpftnre  of  a  Plain  Beam  and  to  the  Compressive 
BftraogtlL  In  beams  without  web  reinforcement,  from  tests  by  Pro- 
fessor Taloot*  the  ratio  of  maximum  vertical  sheariiig  unit  streb^  in 
beamb  failing  by  diagonal  tension  to  modulus  of  rupture  axerage^  c.5, 
and  10  the  compre&£>ive  strength,  of  S  by  16-inch  cylinderst  averages 
0.09. 

BEAMS  SSniPOBCEP  FOB  TENSION  AND  COIMPBESSION 

Tests  prove  conclusively  the  eflectivenebs  of  steel  a^  compression 
reinforcement. 

Prafesaor  M.  O.  Witbey's  Tests.J  The  series  of  1906  consisied  of 
eighi  beams,  12  feet  lung:  breadth  =  8  inches;  height  =11  inches;  depth 
10  SI  eel  *=  94  inches,  with  2.0^'^  tensile  reiniorcemeni  and  varying 
amounts  of  compressive  reinforcement.  Tht-  web  reinforcement  con- 
sisted of  three  bars  beni  u])  in  two  diilerent  places  at  a  very  llat  angle. 

The  results  01  tiie  testb,  although  inieresling,  do  not  bring  out  fullv 
the  value  of  steel  a>  compre>sive  reinforcement  because  all  beam;?  faiied 
by  diagonal  tension,  with  the  exception  of  the  beam  without  compre>sive 
teinforcenient ,  which  faiied  iu  comprejsaion.  Notwitiistanding  this, 
however,  tiie  maximum  iuad  of  the  beam  without  cumpre^iion  steel  was 
22  000  lb.,  while  tiie  maximum  load  for  the  beam  with  compre^sive 
reinforcement  wa>  20  000  If). 

Series  of  1007  con^sisted  oi  four  beam^  similar  ii.  debign  to  the  beams 
previously  de^cribed  except  tiiat  they  were  pro\ide'^l  at  each  end  with 
lo-i-in.  round  stirrup^.     All  the  beam^  faiied  iu  teiiMor.  at  ai^  average 

*  Univemty  of  lluaois.  Buiiet>n  N  >■  .vj    jatiLiu.ry  4    i\jo-). 

t  In  dfeierauniitg  Liias  rulio   liic    tkUiuur^  u*k^i.  LuiiVericJ  Iol  icau/.s-  1  '^ii''.  ui.  (.uotr^  u    a  Lyliiiaer 

i«ee  p.  o44  • 
jaiaUetiBB  01  Luc  Ua4V«i:&iiy  01  WiiH.oaA.u,  Xo.  1-3  dJi :  iv;7,  jerio  o'  i^o.  hji-I  1^07 
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load  of  34  Qoo  lb.,  showing  an  increase  of  55%  over  the  beam  without 

3ff.3t" 


of  Beamsy  Stuttgart  Tests.     (^ 
By  Pbop.  C.  Bach. 


A-  428.) 


ccRnpres^on  reinforcement.    Stilly  because  of  the  tenaon  failare,  the 
full  value  of  compression  reinforcement  was  not  demonstrated. 

Bach's  Stettsart  Testa.*  Bach's  tests  of  beams  with  compressive 
steel  ocxL»sted  of  six  types  of  beams,  the  dimen^ns  and  arrangement  of 
reinforcement  of  which  is  shown  in  Fig.  127.  The  results  of  the  tests 
are  given  on  page  428.  The  reinforcement  of  beams  VII,  Vlll,  and  IX 
is  alike  except  that  beam  VII  in  the  middle  portion  has  no  stirrups 
^idiile  beams  VLLl  and  IX  have  stirrups  of  the  shapes  ^own  in  the  draw- 

Test  of  Beams  with  Compression  Ranforcemenl.    (See  p.  428.) 

Cmcrafer  i  :  3  : 4  by  volume.  Aggregates:  Rhine  sand  up  to  0.27  in.  diameter,  and 
Rhine  gravel  up  to  0.79  in.  diameter;  9.5%  of  water  by  weight.    Age  of  test,  45  days. 

Compiled  from  Tests  by  C.  Bach. 
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fs 
lb.  per  aq.  in. 


28  680 

29  200 
29  800 
31  620 
36  800 


Unit 


m 


fc 
lb.  per  sq.  in. 


2  220 

2  500 
2  670 
2    59c 

3  240 


lb. 


peraq.  m. 


ComputBd 
Unit  Fibre 


to 

Stienctnot 

CnSca. 


I  59a 
I  490 
I  4S0 
I  610 

I  5-0 
I   590 


40 

60 

69 
66 

70 


2.04 


*  Mitteiloncen  ubcr  F< 


ansdem  Gebietc  des 


Heft  90 


TESTS  OF  REINFORCED  CONCRETE  429 

ing.  The  ajnount  of  the  compressive  reinforcement  in  beam  X  is  the 
same  as  in  beams  VII  and  VUl,  but  the  steel  is  of  higher  elastic  limit. 

Beams  \n,  \TI,  \TII,  and  IX  failed  by  compression.  Beam  X,  m 
'w^iich  the  bond  strength  of  the  compressive  steel  was  exceeded,  failed 
by  splitting  the  concrete.  *  This  latter  beam  shows  a  considerable  increase 
in  strength  over  beams  with  the  same  amount  of  reinforcement  because 
of  the  use  of  compression  steel  with  high  elastic  limit.  The  table  on 
page  428  gives  the  ultimate  loads,  the  stresses  in  steel  and  concrete 
at  the  ultimate  load  under  the  assumption  of  n  =  15,  the  strength  of 
cubes  and  ratio  of  strength  of  cubes  to  figured  stress  in  concrete  in  the 
beam.  In  Beams  "\TI  to  IX,  the  compression  steel  reached  its  elastic 
limit  first,  and  for  the  farther  loading  kept  the  same  stress  till  the  elastic 
limit  of  concrete  was  reached.  In  Beam  X,  on  the  other  hand,  the 
elastic  limit  in  the  concrete  was  reached  first,  and  after  this,  stresses  due 
to  the  additional  loading  were  carried  by  the  steel  only  until  both  mate- 
rials reached  the  elastic  limit.  This  points  to  the  adjustment  between 
conqjressive  stresses  in  steel  and  concrete  after  one  of  the  materials 
passes  its  elastic  limit.  The  same  phenomenon  was  observed  in  the 
test  of  reinforced  concrete  columns. 

From  inspection  of  the  table,  it  is  evident  that  for  beams  with  com- 
pression steel,  the  theoretical  unit  stresses  in  the  concrete  itself  com- 
puted at  the  ultimate  test  load  by  formulas  on  page  360,  and  on  the  basis 
of  n  =  15,  are  much  larger  than  the  similar  unit  stresses  at  which  the 
beams  without  compression  reinforcement  failed.  Since  the  same  con- 
crete was  used  in  aD  cases  it  is  rational  to  assume  that  this  extra 
stress  must  be  attributed  to  compressive  steel.  This  shows  that  the 
compressive  steel  carries  stresses  larger  than  would  be  expected  from 
the  formulas,  and  that  its  actual  effect  is  g^reateF  than  the  theoretical 
effect.  It  is  especially  noticeable  in  Beam  X,  for  which  the  theoretical 
maximum  fiber  stress  yi^s  3  240  lb.  per  sq.  in.,  while  the  crushing 
strength  of  the  concrete  was    i  590  lb.  per  sq.  in. 

Tlie  above  tests  jinnre  eoneliisiyely  that  compressive  steel  may  be 
reiied  iqion  to  streniftheii  the  compressiye  zone  of  a  beam,  and  that 
its  effoet  is  even  larger  than  would  be  ezpected  from  the  fonnnlas. 

TESTS  OF  BOKD  BETWEEN  CONCRETE  AND  STEEL 

Bond  between  concrete  and  steel,  or  the  resistance  to  withdrawal  of 
steel  imbedded  in  concrete  may  be  divided  into  two  elements:  {i  grip 
caused  by  shrinkage  of  concrete;  (21  frictional  resistance  caused  by  the 
nnevenness  of  the  surface  of  tiie  bar.     Both  elements  act  together  until 


I 
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the  bar  begins  to  slip.  Then  the  grip  is  destroyed  and  frictional  resist- 
ance alone  resists  the  pull. 

In  deformed  bars,  the  two  elements  are  aided  by  the  pressure  or 
bearing  of  the  projections  on  the  concrete,  but  this  does  not  come 
into  play  until  after  the  first  slip. 

The  pull-out  tests  are  treated  separately  from  the  bond  tests  in 
beams  because  the  action  of  bond  stresses  in  the  two  cases  is  different. 

PULL.  OUT  TESTS 

Pull-out  test  specimens  consist  of  bars  imbedded  in  blocks.  The 
load  is  applied  at.  the  free  end  of  the  bar  and  is  resisted  by  the  resist- 
ance to  the  withdrawal  of  the  steel  imbedded  in  the  block. 

In  practice  similar  conditions  occur  in  end  anchors  for  fixed  or  canti- 
lever beams  where  the  concrete  at  the  support  corresponds  to  the  block 
in  the  pull-out  tests.  The  maximum  stress  in  steel  at  the  edge  of  the 
support,  which  is  transferred  to  the  support  by  bond,  corresponds  to 
the  applied  force  in  pull-out  tests. 

In  computation  the  bond  stresses  are  considered  as  uniformly  dis- 
tributed over  the  whole  surface  of  contact  between  steel  and  concrete. 
(See  Formula  $6,  p.  534.)  Actually,  however,  the  bond  stresses  vary 
from  a  maximiun  at  the  edge  of  the  support  to  a  minimum  within  the 
support.  In  many  cases,  in  fact,  the  bar  begins  to  slip  at  the  place  of 
application  of  the  force  before  the  bond  resistance  of  the  whole  bar 
comes  into  play.  Therefore,  ordinarily  the  portion  of  the  bar  near  the 
point  of  support  offers  frictional  resistance  only,  while  the  farther  end 
of  the  bar  offers  grip  and  frictional  resistance.  The  variation  in  magni- 
tude of  bond  stresses  along  the  length  of  imbedded  bar  depends  upon 
the  length  of  imbedment.  Hence  in  basing  allowable  unit  stresses  on 
the  tests,  the  effect  of  the  ratio  of  the  imbedded  length  to  the  diameter 
of  bar  must  be  taken  into  account. 

When  a  bar  imbedded  in  concrete  slips,  the  movement  of  the  free 
end  is  somewhat  greater  than  of  the  imbedded  end,  the  difference 
being  equal  to  the  deformation  of  the  imbedded  portion  of  the  bar 
under  stress. 

Effect  on  Bond  Strength  of  the  Estio  of  Length  of  Imbedment  to  Diam- 
eter of  Bar.  The  average  bond  resistance  considered  as  distributed 
uniformly  over  the  total  surface  area  of  imbedment  is  smaller  for  long 
imbedments  than  for  short  imbedments.    At  the  University  of  Illinois,* 

*  Uaiveraity  of  lUinois  BttUedn  No.  71,  December  8, 1913*  p.  39 
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in  tests  by  Mr.  DuflF  A.  Abrams  for  i  J-inch  plain  round  bars  imbedded 
in  i:  2: 4  concrete,  74  days  old,  the  average  lx)nd  resistance  for  6-inch 
imbedment  (4-8  diameter  of  the  bars)  was  420  lb.  per  sq.  in.,  while  for 
24-inch  imbedment  (19.2  diameters)^  it  was  328  lb.  per  sq.  in.  Similar 
results  were  obtained  by  Prof.  C.  Bach.* 


I  f2  4  Concrete 
.Age  'aboLTt  2  Months 


200: 


.0^ 


^ 


0  Dl  D2  X5 

Siip  o|    Bar  in  Incnes 

*lBtnch  Deformed  Hound  Bar^,  Embedment  Variable 
♦liinch  Pkain  Round    Bars^CmbeOfnent    Variable 
^PlQtn  Round  &cir«^  Diometer    orKd   Embedment    Varia.3ie 

Fig.  isS. — Relation  of  Bond  Stress  to  Slip  of  Bar  During  Progress  of  Loading.'^ 

{Ste  p.  432.) 

Metiiod  of  2>^er]iu]iiiig  Boad  Reusteiice.  In  computm^  the  bond 
resistance  of  a  bar  the  ratio  of  the  lenplh  of  imbedment  to  diameltT  of 
bar,  and  not  the  length  of  imbedment,  i>  the  determining  item.     The 

*  C.  Bach,  Zeitachritt  d«s  \ereiu«s  Dcutsctier  lugcoieure,  lyii,  S.  &3(». 
t  UoMMBity  Of  IIIuuM&  BuUetm  .No.  71.  I^eociniwr  b.  igi -,  p.  ^9. 
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required  length  of  imbedment  increases  in  direct  proportion  with  the 
increase  of  the  diameter  of  bar.  Thus  a  25-inch  imbedment  is  suffi- 
cient for  a  ^-inch  bar  because  the  ratio  of  the  length  to  diameter  is  50. 
It  would  not  be  large  enough  for  a  one-inch  bar  because  the  ratio  then 
is  only  25.     (See  p.  539.) 

Bond  Besistaiice  for  Different  Slips.  Fig.  12S,  p.  431,  shows  the  rela- 
tion between  the  bond  stresses  and  slips  for  plain  and  deformed  bars 
during  the  progress  of  loading.  As  is  evident  from  this  diagram,  for 
plain  bars  initial  slip  occurred  at  260  lb.  per  sq.  in.,  or  at  about  60% 
of  the  maximum  bond  resistance.  After  the  maximum  bond  resist- 
ance, which  corresponds  to  a  slip  of  o.oi  inches,  was  reached,  the  resist- 
ance to  withdrawal  decreased.  After  a  slip  equal  to  five  times  the  slip 
at  maximum  resistance  has  taken  place,  only  70%  of  the  maximum 
load  is  required  to  produce  further  slipping.  The  curves  for  the  de- 
formed bars  are  discussed  on  page  434. 

Effect  of  Surface  Condition  and  Sltape  of  Bars.  The  following  con- 
clusions may  be  drawn  from  Abrams'  tests. 

The  bond  resistance  of  square  bars  is  only  75%  of  the  bond  resist- 
ance of  plain  roimd  bars. 

Rusted  bars  (with  no  scale)  give  bond  resistance  15%  higher  than 
similar  bars  with  ordinary  milled  surface. 

The  bond  resistance  of  T-bars  per  imit  of  area  decreases  with  the 
increase  in  size.  For  1:2:4  concrete,  imbedment  8  inches,  and  age  70 
days,*  the  maximum  bond  resistance  of  i-inch  round  plain  bar  was 
370  lb.  per  sq.  m.;  of  i-inch  T-bar,  310  lb.  per  sq.  in.;  and  2-inch  T-bar, 
220  lb.  per  sq.  in.  • 

Inflnence  of  Age  and  Mix.  The  following  table  gives  the  effect  of 
age  and  mix  on  bond  of  |-inch  plain  round  bars  and  of  f-inch  corru- 
gated square  bars. 

Infiaence  of  FYeesing.  In  Abrams'  tests,  ^)ecimens  made  out-doors 
in  freezing  weather,  where  they  probably  froze  and  thawed  several 
times  during  the  period  of  setting  and  hardening,  were  almost  devoid 
of  bond  strength. 

Batio  of  CominresaiTe  StrwBgtlx  to  Bond  Besistuice.  The  ratio  of 
bond  strength  at  first  slip  to  compressive  strength  of  8  by  16-inch 
cylinder  is  about  0.13,  and  of  the  maximum  bond  strength,  0.19. 

These  ratios  were  determined  by  Mr.  Abrams  from  tests  on  speci- 
mens varying  in  age  from  2  days  to  2^  years,  and  proportions  from 

*  Univonity  of  niinois  BuUetm  No.  jz,  December  8,  xgx3,  p.  40. 
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1:1:2  to  1:5:10.    These  values  agree  very  well  with  the  results  ob- 
tained by  other  experimenters. 

Uasammm  Bond  Stress  and  Bond  Stress  at  0.001  Inches  Slip  for  Varying  Proportions 

and  Ages*    (See  p.  434.) 

By  D.  a.  Abeams 


Sne  of  Bar. 


A^e. 


{-inch  plain 
round 


1! 

ii 


f-inch  cor- 
rugated 


StrcM  in  Pounds  i>er  Square  Inch  of  Surface  of  Bar. 


PioportioDS. 


1:1:2. t 


141 
246 

393 


107 

156 

202 
300 

399 

479 

656 
96 

368  176 

419,  171 
I 

828  344 


I  132  498 


530 

666 

779 
231 


8 


x:ii:3. 


£ 

»< 


159 
231 


8i 


123 
195 


300  ,  250 


546  I  457 


560 


92 

"5 
140 

281 


I  OS3+  536 


1:2:4. 


B 

9 

e 


123 

153 
226 

404 


492    452 


554 


667   538   603 

i 
I 

896J,  87s;  84it! 
205 

258 

33^ 


8i 


V 


1:3:6. 


£ 
E 

ti 


89 
IIO 

158 
288 


3(^3 


53 

77 

165 

241 


311 


469'  536 


8cx> 


8i 


1:4:?- 


E 

9 

E 


>, 


32 

43 
112 

130 
227 
398 


372|  333 


27 
49 
54 

149 


190 


210 


373 


7: 


8.C 

< 


17 
32 
32 

120 


219 
305 

459 
641 


854 


:i  153  599.1  070  :  564  I  079 


:i  535  892 


97|  157I  44   ^4 
129  239   74  no 


135 


172 

253 
13 

23 


286,  104,  133   35 


I 


462'  179  273   97 


187 
306 

434  623'  2S0  391;  139 

I 

I 

\ 
5761  74^  32^  470  159 


728  322 


*  UnivccBty  of  Qhiiois  BuUetin  No.  71,  December  8,  191 3t  PP-  82-83. 

t  The  feaaon  £or  reiative}y  iow  strejicth  of  1:1:2  concrete  and  i-incb  bars  is  unezplained  ao'i  may 
be  an  enatk  result. 

•  iw«>  atiened  to  or  bqrmd  yield  point. 
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IMoroMd  Bava.  Results  of  pull-out  tests  with  deformed  bars  are 
given*  on  pages  431,  433  and  455.  The  first  slip  for  the  deformed 
bars  occurs  at  about  the  same  stress  as  for  plain  bars. 

After  the  first  slip,  the  projections  help  to  resist  farther  slipping. 
Considering  all  the  bond  stresses  except  those  resisted  by  frictional 
resistance  taken  by  the  projections,  the  bearing  stresses  on  concrete 
for  some  types  of  deformed  bars  at  large  slips  are  very  large,  reaching 
in  some  cases  14  000  lb.  per  sq.  in.  of  the  area  in  contact.  This  high 
compressive  stress  on  concrete  explains  the  splitting  of  the  blocks  in 
pull-out  tests.  Since  the  allowable  working  stresses  are  only  a  fraction 
of  the  ultimate  bond  stress  the  bearing  stresses  on  projections  always 
are  within  safe  working  limits. 

The  maximum  bond  stresses,  being  accompanied  by  large  slips,  can- 
not be  utilized  in  construction,  where  only  a  very  small  ^p  is  per- 
missible, consequently  the  working  bond  stresses  must  be  based  on 
stresses  at  a  slip  not  exceeding  o.oi  inches  rather  than  on  ultimate 
bond  strength.  The  factor  of  safety  for  deformed  bars  based  on  this 
slip,  however,  may  be  made  smaller  than  for  plain  bars  since  the  high 
ultimate  bond  strength  and  the  existence  of  mechanical  bond  reduce  the 
danger  of  actual  bond  failure.  This  is  of  ^>ecial  importance  during 
construction  when  comparatively  green  concrete  may  be  called  upon  to 
support  a  considerable  construction  load. 

AliawaUe  Worktng  Sttr^ssea.  Allowable  working  unit  stresses  based 
oa  the  tests  are  given  on  page  573. 

BOND  S^TBBSnS  IN  BSAMS 

The  method  of  computing  hond  stresses  in  reinforced  concrete  beams 
is  given  on  page  533.  Although  the  formulas  do  not  represent  the 
actual  conditions  in  a  beam,  as  explained  below  they  form  a  proper 
basis  for  design  with  values  for  working  stresses  based  on  tests  and 
figured  for  the  same  assumptions. 

The  computed  maximum  bond  stresses  in  a  beam  occur  at  points  of 
maximum  shear.  With  uniform  loading,  this  is  at  the  supports  and 
decreases  uniformly  to  zero  at  the  center  of  the  beam.  In  beams  loaded 
at  one-third  points,  maximum  bond  stresses  act  in  the  out^de  thirds 
and  are  zero  in  the  central  portion  of  the  beam. 

Pbenomeiia  of  Bond  Teste.  The  bond  stresses  in  beams  are  caused 
by  the  change  from  point  to  point,  i.e.,  the  increase,  in  the  stresses  in 

*  Univemty  ol  Illinoift  BaUdin  No.  7x,  DecMatwr  S,  z^Jts- 
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the  longitudiiial  sted.  Tfais  increase  in  stress  in  steel  as  computed  is 
proportional  to  the  amount  of  increase  in  the  bending  moment, 
and  therrfore,  proportional  to  the  vertical  shear.  Actually,  however, 
the  change  in  stress  in  sted  is  affected  by  the  presence  of  tensile  stresses 


Distribution  oj  Bond  Stress  in  Remforced  ConcreU  Beams.     {See  p.  436.) 

Beams  8  by  12  kL  in  secdoii  and  10  ia.  deep  to  center  of  reinforcing  bar.    Loaded 
at  the  one-third  points  of  a  lo-ft.  span. 
All  beams  failed  by  excessive  tensile  stress  in  the  reinforcing  bars. 

Compiled  from  Tests  by  Duff  A.  Abr  \iis* 


Sise  and  Kind  of  Bar. 

A«e  at  Te»t. 

Api^lied 

Load  on 

Beam- 

Average 

Computed 
Bond  Stress. 

Observed  Bond  Stress. 

A^mm  No. 

1 

Uvcr  Region 

J  u»t  Outside 

of  Load 

Poiots.t 

Near  Knds 
of  Beam. t 

lb. 

lb.  per  sq.  in. 

lb.  persq.  in 

lb.  persq.  in. 

2    000 

38 

100 

x6 

, 

4  000 

76 

125 

34 

1055.6 

One  I -in.  Plain 
Round 

2  yr.      ( 

1 
1 

6  000 

8  000 

10  000 

114 

152 
190 

igi 

226 
201 

36 

64 
117 

II   700 

222 

165 

238 

2  000 

38 

48 

15 

4  000 

76 

75 

54 

S055-3 

Chie  I -in.  Plain 
Round 

2yr.      < 

6  000 

8  000 

10  000 

1 

114 

152 
190 

155 
141 
200 

95 
100 
130 

10  700 

203 

140 

156 

1       2  000 

34 

80 

20 

4  000 

68 

!       137 

45 

6  000 

102 

226 

95 

1  1       8  000 

1       135 

285 

135 

10  000 

170 

250 

150 

1049.3 

One  li  in.  Cor- 
rugated Round 

1       12  000 

13  nio-  1 

,14  000 

;        16  000 

1 

1       204 

1 

236 
270 

315 
350 

385 

150 

225 
260 

1            18      000 

1 

306 

400 

290 

1       20  000 

338 

450 

315 

i     21  000 

355 

200 

360 

1 ,         2\     000 

370 

390 

1 

* 

i 

*  Univenity  of  lUiitoiB  Bulletin  No.  71,  December  8,  igij,  p.  103- 

t  Tbeae  stfcases  are,  in  general,  the  average  bon'i  stresw^s  developed  over  a  length  of  about  i  a  in.  in 
the  portJOD  of  the  beam  about  4  to  16  in.  outside  the  load  points. 

tTbe  average  obaerved  stress  over  a  length  of  9  to  15  m.  at  the  ends  of  the  beam. 
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in  concrete,  the  amount  and  the  proportion  of  which  to  the  total  ten- 
sile stresses  is  different  in  different  parts  of  the  beam.  The  effect  is 
smaller  near  the  point  of  maximiim  tensile  stresses  (where  the  con- 
crete is  cracked),  and  larger  near  the  support  where  concrete  may  carry 
stresses  even  at  maximum  load.  The  increment  of  stresses  in  steel  is 
not  proportional  to  the  shear;  the  bond  stresses  which  are  caused  by 
that  increment  are,  therefore,  not  proportional  to  the  shear. 

The  table  on  page  435  gives  observed  bond  stresses  and  computed 
bond  stresses  for  varying  intensities  of  loading  for  a  beam  loaded  at 
one- third  points.  Since  the  shear  between  the  support  and  the  point  of 
application  of  the  load  is  constant,  the  computed  bond  stresses  are  con- 
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Fig.  129. — Effect  of  Age  on  Bond  in  Beams. 

Tests  by  Prof.  Withey. 


ISO  180 

(See  p.  437.) 


stant.  The  observed  bond  stresses,  however,  near  the  support  are 
smaller  than  just  outside  of  the  points  of  application  of  the  load  until 
the  steel  reaches  the  elastic  Umit,  after  which  a  readjustment  takes 
place  and  the  bond  stresses  become  equalized.  From  the  table,  it  is 
evident  that  in  beams  1049.3,  ^or  example,  the  observed  bond  stress 
just  outside  of  load  points  for  a  load  of  16  000  lb.  is  larger  than  the 
average  computed  bond  stress  for  the  ultimate  load,  i.e.  21  900  lb.  This 
explains  why  for  beams  failing  by  bond  the  average  computed  bond 
stress  at  the  ultimate  load  based  on  Formula  (36),  page  534,  is  smaller 
tJian  the  maximum  bond  strength  in  pull-cut  tests. 

The  bond  stresses  given  in  subsequent  discussion  are  those  obtained 
by  Formula  36,  page  534. 

Effect  of  the  Distance  of  the  Load  from  the  Support  on  the  Bond 
Stresses.    As  may  be  inferred  from  the  discussion  of  the  phenomena 
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SBDoks  88  find  Aiiithnpagi^.  The  rfffpnrwTTwti-R  of  a  properly  con- 
structed hook  are:  (i)  it  should  peimit  the  stresBjng  of  the  steel  to  its 
elastic  limit  without  appreciable  movement;  (2)  the  bearing  stresses 
on  the  concrete  must  be  within  a  safe  limit.  Since  the  allowable  bear- 
ing stresses  on  concrete  depend  upon  the  properties  of  the  concrete, 
the  factor  of  safety  against  crushing  must  be  the  same  as  that  used 
in  determining  die  allowable  fiber  stresses  in  concrete.  Tests  show 
that  the  crushing  strength  of  concrete  when  confined  is  much  larger 
than  the  crushing  strength  of  cubes  or  cylinders^  Hence,  the  safe 
bearing  stress  of  the  hook  on  the  concrete  should  be  based  on  the  crush- 
ing strength  of  confined  concrete.  In  comparing,  therefore,  the  rela- 
tive ctficiency  of  hooks>  their  bearing  area  is  of  first  importance. 

When  used  for  end  anchorage^  hooks  which  allow  stressing  the  steel 
to  elastic  limit,  but  which  at  the  same  time  ^lit  or  crush  the  concrete, 
have  not  the  required  factor  of  safety  as  far  as  concrete  is  concerned 
because  at  working  stresses  the  concrete  would  have  only  a  factor  of 
safety  of  two  instead  of  four  as  required  by  rational  design. 

Tests*  made  for  the  Eastern  Concrete  Construction  Company  at  the 
Massachusetts  Institute  of  Technology  determined  the  capacity  of  the 
hook,  but  did  not  determine  the  load  at  which  the  first  movonent  of  the 
hook  took  place. 

In  all  the  test5>  f -inch  round  bars  were  imbedded  in  blocks  12  inches 
square  and  15  inches  long  to  a  depth  of  12  inches  with  additional  bends 
of  different  lengths*  Right-angular  bends  and  semi-circular  bends  an 
a  3 -inch  diameter  were  tested.  Several  specimens  of  eadi  type  wore 
tested,  the  results  of  which  were  extranely  uniform. 

The  following  concluHons  may  be  drawn  from  the  testa. 

(i)  A  4-inch  right-angular  bend  in  a  f4nch  round  bar  (5  diameters) 
Gombined  with  12-inch  imbedment  (16  diameters)  is  sufficient  to  stress 
the  steel  to  its  elastic  limit.  This  hook,  howevcar,  crushed  the  concrete 
and  split  the  block,  therefore  it  does  not  give  the  required  factor  of 
safety  against  crtishing  of  concrete.  A  longer  h&oA  does  not  increase 
the  security  because  the  bearing  stress  is  not  appreciably  reduced. 

(2)  A  semi-circular  bend  with  a  diameter  four  times  the  diameter  of 
the  bar  is  more  effective  than  the  squaore  bend  and  is  preferable  because 
the  bearing  stresses  on  concrete  can  be  kept  within  working  limits. 

AGtifiOK  of  SMkft  in  Hfini  Beams  in  winch  longitudinal  steel  is 
provided  with  hooks  show  a  much  larger  load  carrying  capacity  than, 
similar  beams  with  ends  of  bars  straight.    Tests  at  age  of  45  days  by 

*€ancRte  PJaut  aad  Krinfairrii,  Second  Kriitlnn,  p.  466b. 
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PrafeBBor  £ach  on  beams  of  i :  2:  3  concrete,  12  inches  square  and  6-foot 
span  reinforced  with  one  0.98-inch  diameter  round  bar  provided  with 
three  different  idnds  of  hooks,  gave  the  carrying  capacity  of  the  beam 
without  hooks  as  14  330  lb.;  with  right  angle  hook,  24  250  lb.;  with 
45°  hook,  25  800  lb.;  and  with  circular  hook,  28  060  lb.  The  beam 
with  rectangular  hooks  failed  by  straightening  the  hook. 


aiO    aiS    QZO    025    030    Q^    04D    045 

Defiection    o^    Beom   in    Inches 

fic.  130. — ^Deflection  ot  fieamb  with  varying  Percentage  of  Steel.     \Sir  p.  441.) 
Tests  by  Richa&d  L.  Humphrey  and  L.  H.  Losse. 


SFUGES  OF  TENSILE  BEIKFOBCEMKNT  IN  BEAMS  AT  POINTS 

OF  MAXIMUM  STRESS 

Tests  have  been  made  by  H.  Scheit  and  0.  VVawrziniok*  to  determine 
the  effectiveness  of  different  methods  of  splicing  steel  at  the  point  of 
mflTimiim  stress.  The  beams  were  12  inches  square  of  spans  6|  feet 
and  10  feet,  reinforced  with  one-inch  bar.  They  were  tested  with  two 
symmetrical  loads  spaced  3  feet  3  inches  apart  for  the  shorter  beams, 
and  5  feet  apart  for  the  longer  beams. 

*  Deutodier  AunduiiB  fur  Eiieiibeton,  Heft  14, 19x2. 
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Straight  splices  were  made  with  a  lap  of  lo,  20,  and  30  diameters 
respectively  for  the  short  beams,  and  40,  50,  60,  70,  and  80  diameters 
for  the  long  beams;  in  hooked  splices,  the  hooks  consisted  of  a  semi- 
circle with  an  inside  diameter  of  5  diameters  of  the  bar  and  an  extra 
length  of  6  diameters  of  the  bar  parallel  to  the  bar,  and  the  bars  were 
lapped  10  inches,  20  inches,  and  30  inches  respectively. 

Results.  For  straight  splices,  the  best  results  were  obtained  with  a 
splice  of  50  diameters  with  which  the  elastic  limit  of  steel  was  reached. 

Hooked  splices  proved  very  effective.  Even  a  lo-diameter  lap  (the 
smallest  lap  used)  in  combination  with  a  hook,  as  described  above,  was 
sufficient  to  provide  the  same  carrying  capacity  as  the  beam  without  the 
splice. 


DEFI£CTION 

The  deflection  in  reinforced  concrete  depends  primarily  upon  the 
ratio  of  the  depth  of  the  beam,  or  slab,  to  the  span.  It  also  depends 
upon  the  percentage  of  tension  and  compression  reinforcement,  and  in 
T-beams,  upon  the  width  of  the  flange. 

Influence  of  Percentage  of  Steel  upon  Deflection.  Foi  equal  depths 
and  widths,  the  deflection  of  beams  increases  with  the  percentage  of 

Deflection  of  T-Beam  with  Varying  Widths  of  Flanges.    (See  p.  441.) 

Span  of  beams,  9.84  feet;  reinforcement,  four  ii^g-inch  round  bars;  load  applied  at 

one-third  pomts. 

By  C.  Bach.* 


• 

Deflection  in  inches. 

Total  Load. 

Rectangular 

Beam 
7.1  X  9-84  jo- 

T-Beam, depth  9.84  in.;  width  of  stem,  7.x  in. 

Width  of  Flange  in  Inches. 

xS.Q 

29.5 

39-4 

lb. 

in. 

in. 

in. 

in. 

8  800 
17  600 
26  500 

35  300 
44  100 
52  900 

0.106 
0.376 

0.071 
0.177 
0.368 

0.047 
O.IIO 
0.188 
0.290 
0.467 

0.042 

0,097 
O.161 

0.23s 

0.351 
0.544 

•  Mittdlttngen  uber  Fonchungsarbeiten  aus  dem  Gebeite  des  Ingenieurwesen,  Heft  90  and  91. 
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tjensile  sted..  Fig.  130,  pa^  439,  shows  tlie  deflections  of  beams  13  feet 
long,  8  by  11  inches  in  cross  section,  tested  on  a  12-foot  span,  by  two 
equal  loads  applied  at  one -third  points.  The  test  was  made  by  Messrs. 
Richard  L  Humphrey  and  L.  H.  Losse.*  The  deformations  in  steel 
and  concrete  for  the  same  beams  are  shown  on  page  413. 

fBflaww»  of  Wld&  of  naafe  vpw  DeOedioBL  In  Baches  testsf  to 
determine  the  effect  of  width  of  the  flange,  the  results  given  in  the  table 
an  page  440  were  obtained.  It  will  be  seen  that  although  the  percent- 
age of  steel  based  on  the  area  of  the  stem  was  the  same  in  all  cases, 
the  deflection  for  equal  loads  is  smaller  for  beams  with  larger  widths  of 
flange. 

Deflection  cf  Beams  ^nth  Comfression  Sied.      [See  p.  441 -) 
All  beams,  7.1  X  9.8  inches;  span,  9.84  feet;  tensile  reinforcement,  four  1 7^ -inch 

round  bars;  load  applied  at  one-third  points. 

By  C.  Bach4 


DeflectioD 

io  'ncbcfi. 

Total  LoBd. 

CompreaiioD  bt«el  in  Perceot. 

0 

0.4               '              1.58 

I-S8J 

fi>. 

m. 

in. 

in. 

in. 

4  400 

6  fioo 

13  ^oo 

17  600 

22    DOO 

0.046 
D.IIQ 
0.256 

0.042 
0.102 
0.184 
0.298 

0.038 
0.086 

0.143 
0.210 

0.287 

0.037 
0.084 

0.139 
0.203 

0.276 

Inflamfle  of  Comiireaive  Bteel  upon  DeflBctHUL  The  table  above 
gives  deflection  of  beams  without  compressive  reinforcement  and  with 
drSerent  percentages  of  compressive  reinforcement.  From  the  figures, 
it  is  evident  that  for  equal  percentage  of  tensile  reinforcement  the 
deflection  decreases  with  the  increase  of  compression  reinforcement. 


TEBTB  OF  COKmnXOUS  BEAMB 

Since  in  concrete  construction  beams  are  usually  continuous  over 
several  supports,  it  is  of  the  greatest  importance  to  determine  by  tests 
whether  this  continuity  can  be  relied  upon. 


I 
i 


Paper  No.  3,  U.S.  Bureau  of  Standards.  June  37,  1911. 

idler  Foocfauiigurbeitec  aus  dem  Gcbiet<r  des  Ingenieurweaens,  Heft  (/o  and  91. 
nber  Foocfaungiarbeilen  aus  dem  bebiete  des  Ingenieurweeen.  Heft  go  and  gi. 
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Tests  of  Ckmtinaaiis  Beams  by  Prof.  H.  Seheit  and  Dr.  Inf.  E.  Probst.* 

These  tests  included  the  concrete  beams  shown  m  Figs.  131  to   133, 
pages  442  to  444.    Two  beams  of  each  type  were  tested  to  destruction. 
The  spans  and  the  reinforcement  for  the  loaded  spans  were  the  same 
for  all  beams.    The  complete  series  included  beams  as  follows: 
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Cracks  in  Beam    During    loading 
Fig.  131. — Continaous  Beam  of  Two  Spans;  T3rpe  2.     (5m  p.  443-) 

T)^  I,  simply  supported  beams. 

Type  2,  continuous  beams  over  two  spans. 

Type  3,  continuous  beams  over  three  spans,  end  spans  loaded. 

Type  3a,  beams  similar  to  Type  3,  but  supported  by  columns; 

loading  same  as  Type  3. 
Type  4,  beams  of  five  spans,  alternate  spans  loaded. 
Figs.  131  to  133  show  the  cracks,  and  Fig.  132,  T3rpe3,  the  deflec- 
tion at  different  loads.    Results  of  tests  are  discussed  below: 

ComfrigMWi  of  Theoretieal  Deflectica  witii  Aetoal  DefiectimL    To 

determine  the  efficiency  of  continuous  beams,  the  ratios  of  deflections  of 

continuous  beams  to  those  of  simple  beams  obtained  from  tests  were 

compared  with  theoretical  ratios  for  homogeneous  beams. 

For  continuoqs  beams  of  two  ^)ans,  the  observed  ratio  of  d^ections 

*  "Untersuchungcn  an  duxchluifenden  EaenixtonkniBitruktioocn,"  Beriin,  19^2. 
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was  between  0.42  ajid  0.45,  while  the  theoretical  ratio  was  0.40.  For 
beams  continuous  over  three  sp)ans  with  end  spwms  only  loaded,  the 
observed  ratio  was  0.69  against  the  theoretical  ratio  of  0.74. 

For  beams  of  T\pe  3  of  the  same  design  as  the  one  above  but  in 
which  the  ends  were  connected  with  colunms,  the  ratio  \'aried  from 
0.34  to  0.37.  From  the  theoretical  figures,  it  appears  that  as  far  as 
deflection  is  cancemed,  this  type  is  almost  midway  between  a  beam  fixed 


1 


X 


■J    J 


,7b 


7% 


9ff.I0" 


9ft.ro 


91110' 


RoBilion    of     Loading 


Section  o-b 


i--5ftJ0  -  Hf  f 


r—3ris  Round 


3-JBRoun5 


I  I 


2;^:^Tnr! 


ZHl'Round    &ikH6und 


9ft.l0 


HtRouno 


S'w**^* 


BfHO^ SfFJtr 


al  Round 


Arrangemerit    of      St© ©J 


^^^^^p 


Crooks  m  Beam  During   Loading 


?e^3W'5H^ 


Deflection     oj    Beam 
Fig.  132. — Continuous  Beam  of  Three  Spans;  T3rpe  3.     (See  p.  444.) 

at  one  end,  for  which  the  ratio  is  0.40,  and  a  beam  fixed  at  both  ends, 
for  which  the  ratio  is  0.20. 

Type  2.    The  beams  continuous  over  two  spans  failed  at  the  support 
at  an  aveiage  load  of  14,240  lb.  per  lin.  ft.    The  theoretical  negative 

bending  moment  at  the  support  is  ~  — .     The  stress  in  steel  at  the 
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support  for  the  tnaximum  load  figured  on  the  basis  of  the  above  bending 
moment  is  about  64  000  lb.  per  sq.  in.  It  is  evident  that  this  stress  is 
much  higher  than  the  elastic  limit  of  the  steel  used  in  the  test,  which 
shows  that  the  assumed  theoretical  bending  moment  coefficient  is  too 
large.  Based  on  the  moment  of  resistance  for  the  yield  point  of  steel, 
we  get  a  bending  moment  coefficient  of  10  instead  of  the  theoretical  8. 
The  point  of  inflection  was  found  to  coincide  with  the  theoretical  point 
of  inflection.   (See  Fig.  131,  p.  44a.) 


Arrcingoment    o^ 


Cracks     During    Loading 
Fig.  133.— Continuous  Beams  of  Three  Spans;  Type  3a.     (5m  p.  445.) 

Type  3.  In  the  beams  continuous  over  three  spans,  the  first  cracks 
appeared  at  the  bottom  of  the  beam  m  the  central  portion  of  the  loaded 
span  at  a  Load  of  2  565  lb.  pet  lin.  ft.  In  the  unloaded  span,  the  first 
crack  appeared  at  the  top  of  the  beam  at  a  load  of  5  600  lb.  per  lin.  ft. 
The  sequence  of  other  cracks  and  the  loads  at  which  they  appeared  is 
evident  from  the  illustration.  The  failure  at  a  load  of  12  600  lb.  per 
lin.  ft.  was  caused  by  passing  of  the  elastic  hmit  of  steel  in  the  loaded 
spans. 

The  deflection  diagram,  Fig.  132,  page  443,  gives  a  podtive  proof  of 
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continuous  action  of  the  beam.  As  is  evident  from  the  diagram,  the 
deflection  in  the  end  span  is  positive,  while  in  the  center  span,  it  is 
negative.  The  computed  stresses  and  bending  moments  at  the  dif- 
ferent loads  agree  quite  closely  with  the  measured  stresses. 

The  measured  compressive  stress  for  the  maximum  load  in  the  middle 
span  (which  was  not  loaded)  was  found  to  be  i  500  lb.  per  sq.  in.,  which 
is  almost  identical  with  the  theoretical  stress.  The  cracks  in  the  un- 
loaded span,  which  are  uniformly  distributed  over  its  whole  length, 
furnish  a  conclusive  proof  of  continuous  action.  If  no  provision  had 
been  made  for  the  negative  bending  moment  in  the  unloaded  span, 
failure  would  have  been  certain. 

Type  ja.  In  the  beam  continuous  over  three  spans  and  monolithic 
with  columns,  as  shown  by  Fig.  133,  page  444,  the  connection  between 
beams  and  colimms  was  not  rigid,  as  would  be  used  in  rigid  frames,  but 
was  built  as  in  ordinary  building  construction.  The  beams  were  of 
exactly  the  same  design  as  in  Type3.  Thecomparison,  therefore,  gives  the 
effect  of  the  connection  of  the  beam  with  the  column.  The  first  cracks 
in  the  loaded  span  appeared  at  a  load  of  4  590  lb.  per  lin.  ft.,  and  in  the 
unloaded  span,  at  a  load  of  10  935  lb.  per  Un.  ft.  The  corresponding 
figures  in  Type  3  were  3  565  lb.  per  lin.  ft.  and  5  670  lb.  per  Hn.  ft.  At  a 
load  of  13  905  lb.  per  lin.  ft.,  the  first  cracks  appeared  at  the  top  of  the 
end  column,  and  at  16  740  lb.  per  lin.  ft.,  a  crack  appeared  at  the  top 
of  the  middle  column.  The  beam  failed  at  17  620  lb.  per  Un.  ft.  by  steel 
passing  the  elastic  limit.  At  the  time  of  failure,  cracks  were  observed 
in  the  compressive  part  of  the  interior  column. 

After  the  tests,  cracks  were  found  at  the  bottom  of  the  columns 
located  in  reverse  position  to  the  cracks  at  the  top.  During  test,  not 
only  the  beams  but  also  the  columns  deflected,  which  shows  that  the 
whole  construction  acted  as  a  unit.  The  deflection  in  the  beams  was 
smaller  than  in  Type  3,  as  explained  before. 

As  was  expected,  the  moment  of  resistance  at  the  ultimate  load  does 
not  agree  with  the  bending  moments  for  continuous  beams  based  on  the 
assiunption  of  free  ends.  The  construction  must  be  considered  as  a 
frame.  Mr.  Probst  finds  that  the  positive  bending  moment  coefficient 
in  the  loaded  span  was  12.02,  which  agrees  very  closely  with  the  bending 
moment  coefficient  computed  by  him  by  the  rigid  frame  method. 

Type  4,  The  cracks  in  the  T-beams  continuous  over  five  spans  in- 
dicate clearly  that  the  beams  acted  as  continuous.  From  the  compar- 
ison of  the  moment  of  resistance  of  the  beam  at  the  maximum  load, 
with  the  theoretical  bending  moment  obtained  from  ordinary  continu- 
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ous  beam  formulas^  we  find  a  very  close  agreement,  which  proves  that 
even  for  five  spans  a  contmuous  beam  acts  as  continuous. 


TESTS  OF  SLABS  WITH  CONCENTRATED  LOADS 

Tests  to  determine  what  width  of  slab,  supported  at  the  two 
ends,  may  be  considered  as  carrying  a  concentrated  load^  were  made 
by  Prof.  C.  T.  Morris*  for  the  Ohio  State  Highway  Department,  from 
which  he  draws  the  foUowing  conclusions: 
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De"formation   of  Steel   "for  Different   Center  Loads 

Fig.  134. — Deformation  of  Steel  in  Slab  Along  Section  Parallel  to  Supports. 

(5e«^.  447.) 

(i)  The  effective  width  is  affected  very  little  by  the  percentage  of 
transverse  reinforcement  (parallel  to  support). 

(2)  The  effective  width  decreases  in  a  small  degree  as  the  load 
increases. 

(3)  The  effective  width  in  percentage  of  the  span  decreases  as  the 
span  increases. 

(4)  The  following  formula,  in  which  e  is  the  effective  width  in  feet 
and  S  is  the  span  in  feet,  gives  a  safe  value  of  effective  width  where  the 
total  width  of  the  slab  is  greater  than  1.35-5'  X  4  ft. 

e  =  0.6  5  +  1.7  ft. 

*  State  of  Ohio,  Highwfty  I>epulmeiit,  BnUetm  No.  a8,  September,  1915. 
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The  effective  width  of  a  slab,  e,  in  this  formula,  is  that  over  which  a 
single  concentrated  load  may  be  considered  as  uniformly  dbtributed 
on  a  line  paraUel  to  the  supports. 

(5)  Thickness  of  slab  shows  small  effect  on  the  distribution  of  load. 

Test  slabs  were  4  inches  and  7  inches  thick,  with  widths  for  3|-foot 
spans  of  I  foot,  3§  feet,  and  7  feet;  for  j-foot  spans  of  i  foot,  5  feet, 
and  10  feet;  and  for  7-foot  spans  of  i  foot  and  7  feet.  Main  reinforce- 
ment for  slabs  consisted  of  104%  of  steel,  while  transverse  reinforce- 


FiG.  135. — Appearance  of  Slab  After  FaHuie.    (Seep.  447.} 

ment  varied  from  0.20%  to  0.78%  of  steel.  The  tested  slabs  were 
supported  on  steel  I-beams.  Fig.  134, page  446,  shows  the  deformation 
of  steel  across  a  section  taken  in  the  center  of  the  slab  parallel  to  the 
supports  and  Fig.  135,  page  447,  shows  a  3)-foot  slab,  7  feet  wide,  after 
failure. 

TESTS  or  SLABS  TO  DETERMINE  DISTBIBOTIOH   OF  LOAD 
TO  JOISTS 

The  tests  show  that  if  a  continuous  concrete  slab  is  supported  by 
several  parallel  joists  of  any  material,  and  a  concentrated  load  is  placed 


448 


A  TREATISE  ON  CONCRETE 


directly  above  one  joist,  the  load  is  distributed  by  the  rigidity  of  the 
slab  to  several  joists  (see  Fig.  136.)  The  distribution  depends  upon 
the  ratio  of  the  thickness  of  the  slab  to  the  span. 

The  laboratory  test,  in  question,  consisted  of  slabs,  6,  7,  and  8 
inches  thick,  supported  on  three  lines  of  lo-mch  25-pound  I-beams  as 
joists  spaced  3  feet  6  inches  on  centers.  (See  Fig.  137,  p.  449-)  1^^ 
span  of  the  joists  was  12  feet,  and  they  were  supported  on  other  1- 
beams,  which  in  turn  rested  on  concrete  pedestals,  similarly  as  in 
bridge  construction.  The  load  was  placed  right  over  the  middle  joist  in 
its  center. 
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Fig.  136. — Distribution  of  Slab  Load  to  Three  Parallel  Supporting  Joists. 

{See  p.  448.) 

The  following  conclusions  may  be  drawn  from  the  above  tests. 

(i)  The  percentage  of  reinforcement  in  the  slab  has  little  or  no  effect 
upon  the  load  distribution  to  the  joists,  so  long  as  safe  loads  on  the 
slab  are  not  exceeded. 

(2)  If  the  span  is  ten  times  the  thickness  of  the  slab,  or  more,  total 
load  must  be  considered  as  carried  by  the  joist  under  the  load.  The 
amount  of  load  distributed  by  the  slab  to  other  joists  than  the  one 
inmiediately  under  the  load,  increases  with  the  thickness  of  the  slab. 

(3)  The  outside  joists  should  be  designed  for  the  same  total  live  load 
as  the  intermediate  joists. 
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(4)  The  axle  load  of  a  tnick  may  be  considered  as  distributed  uni- 
formly over  a  i  a-foot  width  of  roadway. 

Fig.  138,  page  450,  shows  the  elongaticm  in  extreme  fiber  of  the  steel 
beam  and  deflection  for  the  middle  beam  and  for  outside  beams. 

Similar  results  would  be  obtained  with  concrete  joists.    The  per- 


FlO.  137.— ReUtioD  of  Slabs  and  JoisU  io  Teats.     (See  p.  448.) 

centages  of  the  load  carried  by  the  different  joists  are  given  in  table, 
page  4SO- 

The  conclusions  apply  only  to  cases  in  which  ratio  of  span  to  thick- 
ness of  slab  does  not  exceed  10.  The  largest  ratio  used  was  7,  but  the 
results  may  be  exterpolated. 
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Equivalent  Uniform  Loads  on  Joists  for  a  Total  Concentrated  Load  of  20  000  Lbs, 

Computed  from  Elongations  of  Lower  Fiber 
By  Prop.  C.  T.  Morms. 


Number  of  Slab 


Ai 

A2 

Bi 
Ci 
Di 
D2 
Ei 
Fi. 
Fi 


Thick- 
ness. 


6  in. 

6  in. 

7  in. 
Sin. 
6  in. 

6  in. 

7  in. 
Sin. 
Sin. 


0 

i% 
i% 
J% 
1% 
1% 
1% 
1% 
1% 


Equivalent  Unifonn  Loads. 


Side 
Beam. 


4  4S0 
4360 

4430 
44S0 

44S0 

3  960 

4790 

4530 

5  000 


Middle 
Beam. 


9990 
10350 

6  220 

4970 
9030 
10350 
.  7050 
■7  290 
6  520 


Side 
Beam. 


4S00 
4496 
4540 
4440 
4S90 
4020 

4S4Q 

4510 
4020 


Sum. 


I5i9< 
13  .^< 


19  270 
19  200 

:9^ 

>o 

1S400 
.18330 
16380 
16400 
15540 


Percenta^  of  Load 
Camed  by 


Side 
Beam. 


22.4 
21.8 
22.2 
22.4 
22.4 
19.8 
24.0 
22.7 
25.0 


Middle 
Beam. 


50.0 
517 

311 
24.9 

4^.2 

y!fi.8 

35-3 
36.4 
32.6 


Side 
Beam. 


24.0 
22.5 
22.7 
22.2 

24-5 
20.1 

22.7 

22.6 

20.1 


0120 


aioo 
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0 

c 


^  Qoao 


c 
0 

0 

o 


Qoeo 


Q040 


0020 


0  2000       4000       6000       8000       iOOOO      12000      M600      16000      16000     20000 

Load  in  Rounds 

Fio.  138. — Elongation  in  Extreme  Fiber  of  the  Steel  Beam  and  Deflection  of 

the  Middle  Beam  and  of  Outside  Beams.    (See  p,  449.) 

Value  of  One  Division  on  the  Strain  Gauge  is  0.00019  inch. 


TESTS  OF  PLAIN  CONCRETE  COLUMNS 

Professor  Talbot*  made  a  very  comprehensive  series  of  tests,  the 
results  of  which  are  given  in  the  table  on  page  451.  Conclusions,  con- 
firmed also  by  experimenters  abroad,  are  as  follows: 

(i)  Maimer  of  Failare.    Plain  columns  fail  either  by  shearing  at  a 

*  Univenity  of  niinois  Bulletin  No.  20,  igoS. 
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Tests  of  Plain  Concrete  Columns      (See  p.  450.) 

Materials:  Portland  cement,  Wabash  River  sand,  crushed  limestone.    Columns,  1 2  in. 

diameter,  round,  10  ft.  long. 

By  Arthue  N.  Talbot. 


Number 

of 

Specimens 

Tested. 

Proportions 

of 

Concrete. 

Age. 
days. 

Average 
Ultimate 

Unit 
Strength. 

lb.  per  sq.  in. 

Maximum 
Ultimate 

Unit 
Strength. 

lb.  per  sq.  in. 

Variation  in 
Per  Cent 

from 
Average. 

% 

Minimum 
Ultimate 

Unit 
Strength. 

lb.  per  sq.  in. 

Variation  in 
Percent 

from 
Average 

% 

2 

7 
2 

2 

I  :ii  :3 
1:2:4 

1:3*6 
I  :4  :8 
1:2:4 
1:2:3} 

64 

6ii 
63 

192 

14  mo. 

2  300 
I   740 

1  033 

575 

2  025 

2  710 

2  480 
2   210 

1  no 

575 

2  680 

2  770 

8 
27 

7 

2   120 
I   165 

955 

575 

1  770 

2  650 

-  8 

-33 

-  7 

6 

2 

32 
2 

-13 

—   2 

diagonal  plane  of  fracture,  or  by  crushing,  when  the  material  is  shattered 
and  cracked  longitudinally.  The  diagonal  shearing  failure  almost  al- 
ways occurs  suddenly  and  with  little,  or  no  warning,  while  the  com- 
pressive failiu-e  is  more  gradual. 

(2)  Effect  of  Richness  of  Concrete.  The  strength  of  columns  in- 
creases in  nearly  the  same  proportion,  i.e.,  almost  as  a  straight  line, 
with  the  increase  of  the  proportion  of  cement  to  total  dry  material 
used.     (See  pp.  312  and  316.) 

(3)  Modulus  of  Elasticity  and  Poisson's  Ratio.  The  modulus  of 
elasticity  of  the  columns  is  almost  constant  for  the  first  one-third  of 
the  strength  of  the  concrete.  Beyond  this  point  the  modulus  decreases 
till  it  reaches  at  the  ultimate  load  about  one-half  of  its  initial  value. 
The  Poisson's  ratio,  or  the  ratio,  of  the  lateral  to  the  longitudinal  defor- 
mation (see  p.  339)  was  found  for  1:2:4  concrete  to  be  between  o.io 
and  0.17  up  to  a  load  of  about  one-half  the  ultimate.  It  increases  with 
the  load,  reaching  probably  0.25  at  the  ultimate  load. 

(4)  Effect  of  Repetition.  Repetition  has  no  effect  on  deformation 
for  loads  up  to  one-half  of  the  breaking  strength  of  the  column.  For 
higher  loads,  the  deformation  increases  after  repeated  applications  of 
the  load.  After  ten  repetitions  of  a  load  three-fourths  the  normal 
breaking  strength,  for  example,  the  deformation  was  increased  by  25%. 

It  must  be  noted,  moreover,  that  the  suddenness  of  failure  of  plain 
concrete  is  increased  by  the  length  of  the  column.  This  absolutely 
excludes  plain  concrete  columns  from  structures  where  they  are  apt  to 
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be  exposed  to  shock  or  to  secondary  stresses  due  to  bending,  as  in  build- 
ing construction. 

Concrete  vs.  Brick  Cohumis.  Tests  carried  out  by  the  U.  S.  Bureau 
of  Standards  on  columns  of  commcm,  hard,  and  vitrified  brick  laid 
with  lime  and  cement  mortar,  indicate  that  the  strength  varies  with 
quality  of  brick  and  mortar,  while  large  and  small  columns  show  about 
the  same  imit  stresses. 

A  series  showing  the  strength  of  piers  of  common,  hard  and  vitrified 
brick,  laid  with  different  mortars,  is  given  in  the  following  table.  The 
lime  mortar  specimens  showed  a  nearly  entire  lack  of  carbonation  on 
the  interior.  Three  piers  of  each  kind  of  brick  and  mortar  were  made 
with  headers  every  other  course,  every  fourth  course  and  every  seventh 
course,  but  this  variable  appeared  to  have  no  effect.  Bricks  were 
laid  flat. 
-   Two  large  size  columns  48  inches  square  and  1 2  feet  high,  of  common, 

Compressive  Strength  of  Brick  Piers* 

Tests  l^  the  U.  S.  Bureau  of  Stardards.    {See  p,  452.) 
Dimen»on5  30  inches  square  by  10  feet  high 


Kind  of  Brick. 

MoEtar. 

Ace. 
MoodM. 

Compressive 

Strength, 
lb.  per  sq.  in. 

Conunon < 

Etard < 

ritrified 

1 : 3  lime 
1 : 3  cement 
1 : 6  lime 
1:3/15%  lime     \ 

\85%  cement/ 
1 : 3  cement 
1 : 6  lime 
i:3/i5%lime      \ 

\85%  cement/ 
1 : 3  cement 

170 

575 
910 

1465 

1650 
Z360 

2900 

2780 

*  Bntinserit^  Nnos^  August  5,  19x5,  p.  242. 

hard  burned  brick,  one  laid  in  i :  i  cement  mortar  and  one  in  i :  3  lime 
mortar,  were  tested  by  the  Bureau  and  crushed  at  2  920  and  760  pounds 
per  square  inch  respectively.f 

Tests  made  at  the  Watertown  Arsenal  and  quoted  by  the  Committee 
of  the  American  Society  of  Civil  Engineers  on  the  Compressive  Strength 
of  Cement  %  give  the  ultimate  strength  of  common  brick  piers  about 


t  James  £.  Howard,  Eitgimeering  Record,  March  as,  19x3,  p.  33s. 

t  Tcansactions  American  Society  of  Civil  Engineers,  Vol.  XV,  p.  7x7.  and  Vol.  XVm,  p.  364. 
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eighteen  months  old  as  ranging  from  800  to  2  400  pounds  per  square 
inch,  the  results  for  brick  laid  with  lime  mortar  averaging  nearer  the 
lower  figure,  and  those  for  i :  2  Portland  cement  mortar  nearer  the  higher 
ugure. 

The  unit  stresses  allowed  by  the  New  York  Borough  of  ^Manhattan 
Building  Code,  191 6,  for  brickwork  are, 

Brickwork  in:  lbs.  per  sq.  in. 

Portland  cement  mortar 250 

Natural  cement  mortar 210 

lime  cement  mortar 160 

Lime  mortar no 

The  first  value  is  but  little  more  than  one-half  that  recommended 
for  good  1:2:4  Portland  cement  concrete  on  page  573. 

TESTS  OF  COLUMNS  KEINFOBCED  WITH  VERTICAL  STEEL 

Tests  prove  positively  that  in  reinforced  concrete  columns,  steel  and 
concrete  are  effective  in  resisting  the  load  carried  by  the  columns.  As 
explained  in  the  Theory  Chapter,  page  376,  the  stress  in  steel  equals  the 
stress  of  concrete  multiplied  by  the  ratio  of  moduli  of  elasticity.  This 
fact  also  is  borne  out  bv  the  tests. 

Mr.  Spitzer*  in  Austria  and  Professor  Witheyf  at  the  University  oi 
Wisconsin  observed  that  near  ultimate  load,  adjustment  between  steel 
and  concrete  takes  place  so  that  finally  the  failure  occurs  by  both  of  the 
materials  passing  the  elastic  limit  simultaneously.  This  adjustment 
may  be  explained  by  the  following  consideration. 

After  either  of  the  two  materials  reaches  its  elastic  Umit,  any  increase 
in  stress  in  that  material  tends  to  cause  very  large  deformations,  which 
the  other  material,  being  still  within  elastic  limit,  cannot  undergo. 
Therefore,  this  other  material  takes  all  the  stresses  due  to  any  increase 
of  the  load  till  it  finally  reaches  its  elastic  limit,  and  the  column  fails. 

The  table  on  page  455  gives  results  of  tests  of  full  sized  columns 
made  at  the  Watertown  Arsenal. 

Manner  of  Failure.  Contrary  to  expectations,  in  most  cases  failure 
in  columns  occurs  near  the  top  or  bottom  instead  of  at  the  center. 
This  has  been  explained  as  probably  due  to  greater  porosity  of  concrete. 

In  most  columns,  hair  cracks  appeared  at  85^^  to  90*^^  of  the  maxi- 

*  Mitteilungen  Uber-Versuche  ausgefiihrt  vom  Eisenbeton-Ausschuss  dc3  oslerreichischen  Ijigenieui- 
and  Architekten-V'ereins,  "  Vcreuche  mil  Eiscnbetonsaulen,"  Heft  3- 
t  Univeraity  of  Wiaconsin  Bulletin  No.  466,  December  1911. 
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mum  load.  In  some  cases,  however,  the  failures  were  sudden.  In  a 
number  of  cases,  concrete  split  at  the  column  reinforcement  after  its 
elastic  limit  was  reached.  The  splitting  effect  is  caused  by  the  lateral 
deformation  of  steel  which  exerts  pressure  on  the  concrete,  which,  if 
suflftcient,  breaks  the  concrete.  The  steel,  therefore,  should  be  placed 
at  a  sufficient  distance,  say  at  least  one  inch,  from  the  face  of  the 
concrete.  With  proper  protection  there  is  no  danger  of  buckling  till 
after  the  elastic  limit  of  the  steel  is  reached. 

From  Spitzer's  tests,  it  would  appear  that  colimuis  with  steel  placed 
well  within  the  cross-section  of  column  are  somewhat  stronger  than  with 
steel  placed  according  to  the  usual  custom.  In  practice,  however, 
columns  are  apt  to  be  subjected  to  eccentric  loading;  therefore,  the 
placing  of  steel  in  abnormal  positions  must  be  discouraged. 

Factor  of  Safety.  A  column  with  vertical  steel  only  is  liable  to  fail 
without  notice  when  its  ultimate  strength  is  reached.  The  ultimate 
strength  of  columns  even  if  built  under  the  same  conditions  is  more 
variable  than  steel  columns.  Therefore  the  commonly  accepted  factor 
of  safety  is  larger  'than  used  in  steel  columns.  When  designed  accord- 
ing to  formulas  given  on  page  562  with  allowable  unit  stresses  on  page 
573,  colunms  with  vertical  steel  only  are  very  reliable. 

Modulus  of  Elasticity  for  Beinforced'Colnmns.  The  modulus  of  elas- 
ticity varies  for  different  intensities  of  loading  and  for  different  mixes 
of  concrete.  In  selecting  the  ratio  of  moduli  of  elasticity  to  be  used 
in  design,  it  is  proper  to  be  guided  more  by  the  required  factor  of  safety 
than  by  the  actual  modulus  of  elasticity  at  any  particular  stage  of  the 
loading.  From  the  tests  thus  far  made,  the  moduli  of  elasticity  given 
by  the  Joint  Conunittee  with  the  suggested  working  stresses  (see  p.  573) 
seem  to  give  the  required  factor  of  safety. 

Rich  Versus  Lean  Mix.  As  evident  from  the  table  on  page  455, 
cement  is  very  good  reinforcement  for  the  column  as  the  increase  in 
strength  is  much  larger  than  the  additional  cost  of  cement. 

Inflaence  of  Bands.  In  tests  of  Mr.  Spitzer*  of  columns  having 
different  spacing  of  bands,  those  in  which  the  spacing  was  equal  to,  or 
smaller  than  the  diameter  of  the  column  gave  somewhat  greater  strength 
than  columns  in  which  the  spacing  exceeded  the  diameter  of  column. 

Influence  of  the  Percentage  of  the  Steel.  The  tests  show  clearly 
that  the  effect  of  reinforcement  in  columns  is  the  same  whether  the  per- 
centage is  large  or  small.  In  all  cases  the  steel  takes  a  stress  equal  to 
the  stress  in  concrete  times  the  ratio  of  moduli  of  elasticity. 

*  See  footnote  on  page  453. 
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Watertown  Arsenal  Tests.  The  table  on  page  455,  from  tests  by  Mr. 
James  E.  Howard  at  the  Watertown  Arsenal,  gives  the  relation  of 
actual  tests  to  theoretical  computations  based  on  a  ratio  of  elasticity 
of  15.  It  is  noticeable  that  the  actual  strength  is  almost  always  more 
than  the  theoretical,  and  this  is  especially  the  case  with  the  leaner 
mixtures  because  the  modulus  of  elasticity  of  the  leaner  concrete  is 
lower,  and  therefore  the  ratio  of  15  is  very  conservative. 

An  excellent  analytical  treatment  of  columns  reinforced  with  vertical 
steel  is  given  by  Professor  Talbot  in  one  of  his  University  Bulletins.* 
The  problem  is  discussed  briefly  by  one  of  the  authors  in  a  paper 
before  the  Boston  Society  of  Civil  Engineers,  f 

Many  of  the  tests  at  the  Watertown  Arsenal,  for  example,  were 
made  with  vertical  bars  imbedded  in  columns  12  ins.  square  and  8  ft. 
long,  with  absolutely  no  bands  or  horizontal  steel  of  any  kind  placed 
around  these  vertical  bars  to  hold  them  in  place;  that  is,  the  bars  8 
ft.  in  length  were  placed  in  the  four  comers  of  the  column — in  some 
tests  only  2  ins.  from  the  surface — and  simply  held  in  place  by  the  2 
ins.  of  concrete  itself.}    There  was  no  sign  whatever  of  buckling  until 

Strength  of  Plain  vs.  Vertically  Reinforced  Concrete  and  Mortar  Columns. 
Columns  12"  X   12'.    Height  8  feet.    Age  of  Mortar  and  Concrete  6  months. 

Watertown  Arsenal.     (Se€  p.  453.) 


Plain 

p]toPORTioNS|(^Qerete 
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Mortar 

Columns 

Actual 

Strength 

lb.  per 
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0q.  in. 


Reinforcement. 


Deacription. 
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0 
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3 
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2380 

I 
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0 

1520 
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8- 
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(5) 
-l"  round  bars 

-}*  round  bars 

-}*'  round  bars 

-l"  round  bars 

-i"  round  bars 

-}''  twisted  bars 

■P  twisted  bars 

•o''o.74''  X  0.74'' 

trussed  bars 

■}*  twisted  bars 

I"  twisted  bars 

i"  corr.  bars 


Katio 
Ansa 

Steel  to 
Area 

Column. 


Actual 

Strength 

lb.  per 

Bq.  in. 


(6) 

0.029 
0.029 
0.029 

o.  029 
o.  046 
0.014 
0.014 

0.014 
0.014 
0.029 
0.019 


(7) 

4200 

3840 
3380 

2810 

3900 

2890 
2010 

1900 

1990 
3700 

2290 


Computed 

Strength 

based  on 

col.  (4) 

and  a  ratio 
ofn»15 
lb.p.Bqin. 


(8) 

4290 
3320 
2120 
I5IO 
1780 
2060 
2100 

1689 

2050 
3360 
1840 


KBrwsmscm 
TO  "tbsts  of 
mstalb" 

U.  B.  ▲. 


(9) 

1905  P-  377 
190S  P-  377 
1905  P-  377 
1905  P-  377 

1905  p.  377 
1904  p.  386 

1904  p.  3^6 

1906  p.  538 
1904  p.  386 

1907  p.  24a 

1904  p.  379 
1906  p.  535 


*  Univexaity  of  lOinoia,  Bulletin  No.  X2,  Feb.  i,  1907. 

t  Sanford  E.  Thompson  in  Journal  Aasociation  Engineering  Societies,  June  1907,  p.  316. 

t  Teat  of  Metals,  U.  S.  A.,  1905,  p.  344. 

fii'to  xr  pebbles. 

I  Age  17  months  23  days. 


4S6  -1  TREA  TISE  ON  CONCRETE 

the  compression  was  so  great  that  the  elastic  limit  of  the  steel  was 
passed,  when  of  course  nothing  further  couid  be  expected  of  it. 

TESTS  OF  SPIEAL  COLUMNS 

In  analyzing  results  from  tests  of  ^iral  columns,  it  is  necessary  to 
examine  not  only  the  strength,  but  also  the  deformation,  or  change  in 
length.  In  building  construction,  because  of  the  dependence  of  the 
different  members  upon  ea<^  other,  it  is  advisable  to  permit  a  shorten- 


Deformation    per  Unit  Length 

— Deformotioa  Curves  for  Spiral  Coliunns  with  Varying  Amount  of  Vertical 
Steel.'     (See  p.  4S7-) 


Concrete  i 
Concrete  i 
Concrete  i 


[%  Spiial  High  Carbon  Steel;  a%  Vertical  Mild  Sted. 
%  Spiral  High  Carbon  Steel;  3.8%  Vertical  Mild  Steel, 
%  Spiral  High  Carbon  SCeet;  6.1%  Vertical  Mild  StecL 


ing,  or  deformation,  of  not  over  0,007  P^^  ^^  o^  length.  The  factor 
of  safety,  therefore,  must  be  based  on  the  load  causing  a  certain  defor- 
mation rather  than  on  ultimate  strength.  Although  the  strength  of 
column  beyond  the  vield  point  is  not  available  in  ordinary  construc- 
tion, the  greater  ultimate  strength,  ductility,  and  uniformity  in  strength 
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of  spiral  columns  reduces  the  danger  of  sudden  failure,  and  larger  unit 
stresses  may  be  allowed.  In  practice  it  is  more  rational  to  increase 
working  unit  stress  in  concrete  than  to  compute  the  stress  by  a  for- 
mula which  takes  into  account  the  steel  in  the  spiral.     (See  p.  560.J 

Early  European  tests  of  spiral  columns  were  made  on  short  columns 
and  without  deformation  diagrams,  and  as  a  result,  very  high  working 
stresses  based  on  the  ultimate  strength  were  recommended.  More 
recent  tests,  notably  by  Talbot  and  Withey  in  the  United  States,  showed 
the  excessive  deformation  of  spiral  colunms  at  high  stresses. 

Cohtmn  Tests  by  Prof.  M.  O.  Withey.  The  tests  at  University  of 
Wisconsin,  Series  of  19 10,  consisted  of  four  series,  two  of  which  will  be 
considered  below;  namel}^  series  i,  columns  with  var>dng  percentage  of 
longitudinal  and  lateral  reinforcement,  and  series  2,  columns  with  vary- 
ing proportions  of  concrete.  The  table  on  page  458  gives  the  gen- 
eral results  of  the  tests. 

The  following  general  conclusions  may  be  drawn  from  the  tests: 

1.  The  cheapest  way  of  increasing  the  strength  of  a  column  is  by 
using  a  rich  mix;  but  toughness  is  sacrificed  to  strength  obtained  in  this 

2.  Spiral  reinforcement  greatly  increases  toughness  and  ultimate 
strength  of  a  column,  but  does  not  raise  the  yield  point.  (See 
columns  M  and  O,  page  458.)  The  strength  beyond  the  yield 
point  can  not  be  utilized  in  building  construction;  hence,  the  amount 
of  steel  for  spirals  should  be  made  only  large  enough  to  produce  required 
ductihty  and  raise  the  factor  of  safety  against  failure.  In  practice,  1% 
of  spiral  reinforcement  seems  to  be  sufiicient. 

3.  Longitudinal  steel  increases  the  stiffness  of  the  column  and  raises 
the  >'ield  point. 

4.  Stress  in  steel  at  the  yield  point  of  columns  is  practically  the  same 
for  all  mixes  of  concrete  and  only  a  Httle  below  the  yield  point  of  the 
vertical  steel.  (See  table,  page  458.)  This  phenomenon  may  be  ex- 
plained by  the  fact  that  for  leaner  concrete  the  ultimate  strength  is 
smaller,  but  the  deformation  at  the  yield  point  larger  than  for  rich 
mixes.  For  rich  concrete,  the  stress  in  concrete  at  the  yield  point  is 
larger,  but  the  ratio  of  the  moduli  of  steel  to  concrete  decreases.  Since 
the  stress  depends  upon  the  product  of  stress  in  concrete  times  the 
ratio  of  the  moduli  of  elasticity,  the  two  values  simply  adjust  them- 
selves so  that  the  product  is  the  same  in  all  cases. 

5.  Columns  loaded  eccentrically  give  results  which  agree  closely  with 
the  formula  given  on  page  382,  as  is  evident  from  Fig.  140,  page  459, 
in  which  the  straight  lines  represent  figured  stresses  in  steel  and  con- 
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Crete  by  Formuias  (^5)  antl  ^jti  ,  paije  3S2,  while  tiic  ilol^  and  circles 
siji>w  tiie  actual  sires»es  obuiiied  irom  del orma Lion. 

^jdaon  «f  Columiis  under  Test.  U[)  lo  tiiepjini  ot'  breaking;  sirengih 
of  piain  concrete,  tlie  action  of  tlie  columns  witii  spirals  \vd>  tiu-  same 
a-  for  coiumns  witJi  vertical  steel  only.  The  observed  siresb  in  iJj)iral> 
wa>  from  0  000  to  8  000  lb.  per  sq.  ui.  Tor  spiral  coiumn>  will:  verti- 
cal steel,  the  deformation  curve  continues  as  a  practically  .straight  line 
ti'  the  yield  point  of  the  column.     The  yielding  is  indicated  b\'  scaling 


\is 


f 


fc 


i 


5 


•     r  ^ 


v->  S  4000' 


, .-- , .  y 
■-  -  t    t 


c  5 


— f* — 


^/ 


-* 


c_  (P  »-,,..,.,  ...         .... 

►-♦♦'/•<  ..        •  ..... 

l-»t-  -  ■/•  / -  • 

X  D    I000-c*>^i»- - - -^  - — 

-;  C             f.   // 
V.  2^  r  /> *  uioentrtottij  Itn.  •  — 

c       0^—      

Ic  ^   ^Cl"  400"C  6000  800G  "VOOOC 
ts  0   10000  20000  30000  4OO00  50000 


:  :t:: 

-:T:7;rrr:-Tt:: 


;/  :.^ 


v 

-  ry*. " 

jr 


r 


LccefYtrtct;*iy  -ttiin. 


C        200C     400D     6O00     6OO0 
0        10000  200CO  3GO00  40000 

Unit  Stra&&  in  Concrele  or  Steel    in  Fbund6  per  5a.in. 
5.96  Fter-Cent  of  Vertical   Steel     a97  Ffer-Cent  of  Spiral  Steel 


•c 


Fic.  140. — Comparison  of  liieoretical  and  Actual  Stresses  for  EccenirirLoadinp.* 

v^er  p.  457.) 


on  of  tlie  protective  shell  and  by  an  increase  of  ratio  of  lateral  and 
longitudinal  deformation  lo  tiie  a}")piied  load.  The  yield  })oint  is  more 
marked  for  columns  with  large  percentai^e  of  reinforcement  i^see  Fig.  i,^a. 
p.  450  .  Tor  spiral  columns  witliout  vertical  steel,  the  deformation  dia- 
g:rdm  is  a  curve  without  a  mari^eil  yield  point,  so  that  the  yield  point 
ib  only  distinguisiiable  by  scaling  of  the  siiell. 

After  the  yield  point  has  been  passed,  tlie  disintegration  of  the  shtll 
progresses  very  rapidly.     Tiie  ratio  of  shortening  due  to  the  applied 

•  Umvcrsity  ol  Wisconsin  liollcun  No.  4or',  Decemhci ,  iqi  1 ,  P-  71  • 
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load  becomes  larger  and  final  failure  takes  place  by  buckling  of  the 
column,  or,  in  columns  with  a  small  amount  of  lateral  steel,  by  break- 
ing of  the  spirals. 

Stresses  in  Steel  and  Concrete.  The  table  on  page  458  gives  the 
stresses  in  steel  and  concrete  at  yield  point  and  at  maximum  load.  The 
stresses  in  vertical  steel  were  obtained  from  the  deformation  by  using 
a  modulus  of  elasticity  of  30  000  000.  The  remainder  of  the  load 
assumed  as  carried  by  the  concrete,  and  divided  by  the  area  of  the  core, 
gave  the  unit  stress  in  the  concrete.  In  figuring  the  stress  in  concrete, 
the  area  of  the  core  was  used  in  preference  to  the  total  area  of  the  col- 
umn, because  at  yield  point  and  at  maximtmi  load,  either  a  part  or  the 
whole  of  the  outside  shell  is  destroyed  and  is  then  ineflFective  for  carrying 
the  load. 

The  stress  in  spirals  obtained  from  lateral  deformation  is  very  small 
at  the  yield  point  of  the  column,  which  corroborates  the  statement  that 
up  to  yield  point*  the  spirals  do  not  affect  the  column  appreciably. 

The  table  is  of  interest  in  giving  a  comparison  of  the  stresses  in 
steel  with  the  stresses  in  concrete  for  diflferent  mixes  and  also  in  giving 
the  values  of  the  ratio  of  moduli,  «.  Although  the  value  of  this  ratio 
was  variable,  the  stress  in  steel  at  the  yield  point  of  the  column  was 
about  the  same  for  all  columns,  which  seems  to  show  that  in  a  column 
under  load  an  adjustment  of  stresses  takes  place.  From  the  table, 
also,  it  is  evident  that  the  stress  in  concrete  at  the  yield  point  was  the 
same  irrespective  of  the  amount  of  vertical  reinforcement. 

An  interesting  experiment  was  tried  in  connection  with  tests  by 
Way ss  and  Freytag.f  The  columns  after  reaching  the  maximum  stress 
were  again  loaded  after  nine  months  and  after  one  year,  and  showed 
a  large  increase  of  strength  over  the  original  maximum  strength,  in 
some  cases  reaching  50%  increase.  After  these  two  loadings,  the 
column  spirals  were  removed  and  the  core  tested  again.  In  no  case 
was  the  core  after  removing  the  spirals  disintegrated;  in  fact,  each 
core  showed  a  considerable  strength,  which  tends  to  disprove  a  conten- 
tion previously  held  by  several  authorities  that  the  concrete  in  hooped 
columns  becomes  disintegrated  after  a  certain  point  in  loading  is 
reached  and  is  simply  prevented  from  flowing  by  the  hoops. 

TESTS  OF  SQUARE  COLUMN  WITH  RECTANGULAR  BANDS 

Tests  by  Wayss  and  Freytagf  consist  of  eleven  types  of  12-inch 
columns,  square  and  rectangular  in  cross-section.    These  tests  prove 

*  See  also  Professor  Talbot's  Bulletin  No.  30.  University  of  Illinois. 
t  MSrsch,  4th  edition,  p.  1x7. 
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that  tiie  hands  in  square  caliuaas  are  not  ver\^  efiective.  The  out- 
sick  shell  started  brtaakiog  oE  as  sotm  as  concrete  readied  its  maxim um 
crushing  streagtb. 

mnS  QF  COLUISNS  WITH  STBUGTHBAL  STBfiL 

The  siae  of  cohinin  can  be  reduced  by  the  use  of  structural  shapes, 
rigid  enough  to  serve  as  a  structural  steel  column,  imbedded  in  con- 
crete. Below  are  given  results  from  tests  01  columns  with  two  t>pes 
of  structural  steel  which  proved  ver>'  reliable.  The  results  must  not 
be  considered  as  appi3dng  to  all  conditions  and  must  be  used  with 
caution  wfaoe  the  structural  members  di£[er  materiall\^  from  those  in 
the  tests. 


.0002 


ilOI6        J30n 
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Deformation  per  Unit   of   Length 

Fig.  141- — Average  Deformatinns  of  Plain  Steel  Columns.*     (See  p.  4O3.) 

Xalbot-Lord  Tests  of  Calnmns.t    The  Talbot-Lord  tests  consisted 
of  thirty-two  columns  divided  into  four  groups: 

1.  Plain  steel  columns. 

2.  Core  type  columns,  i.e.;  columns  in  which  the  portion  within  the 
structural  steel  members  was  filled  with  concrete. 

3.  Fireproofed  colunms,  i.e.;  core  type  columns  having  a  2-inch  pro- 
tective covering. 

*  Univenity  of  niinois  BuUetin  No.  56. 191a,  p.  xg. 
t  Uoivcimity  of  lUinots  buikeUii  No.  56. 
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Tests  of  Siael  CokMtmSt  Reinjor^ed  loilk  Concreie 

By  T.u-but  .\nd  Lori>*     {See  Fig.  143,  page  464.) 

Age  o£  concrete,  59  to  61  days. 
P.  5.  =  Plain  steei  colomn  of  S—3'  X  2^'  X  iV^  angles  with  no  coxicrete  corl 
C  r.  =  Care  tyj>e  coturan  of  S  —  .5'  an^es  witK  t:oncretc  core. 
F.       =  Fireprooieti  column  same  as  core  type  with  2'  of  extra  concrete  outade  ol 

structural  steel.  No  spiraL 
S        =  Spiraled  column  saioe  as  core  type  with  spiral  steel  and  concrete  core  iiiled 
out  to  coniorm  with  (iiaoKter  01  spiraL 
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420  ooo| 32  40of 

547  350    418  ooo|   129  350132   i50{i   2ia 

372  000 1 2S  6ooj 

500  35or  372  0001   128  350128  oooji  20a 
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493  4Soi  359  ^>oo|  ^33  85027  f)5oji  25a 
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•  1 


Applied  5  times;  not  broken. 

Not  broken  neac  ultimate. 

Applied  3  times;  not  broken. 
830  oool  Second  test;  near  "JHti-^fr^ 
625  oooj  Not  broken. 
830  000 

714  oQo   Test  with   spiral  and  outskie 
concrete  removed. 


to.75  *rofspii»i 
1 1.00^0  otspind 


*  UnivttfMty  oi  Illineis  Bulletin  No.  50.  igi2,  pp.  14  and  X5. 
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4.  Sfiiraled  columns,  i.e.;  core  type  cul- 
umn^i  enclosed  in  close  filling  spiral  and 
filled  with  concrete  lo  ouier  surfacu  of 

spiral. 

The  cros^-seciion  ol  ihr  structural 
sLclI,  which  i^  shown  in  Fig.  142,  page 
4(1,;,  wa^  thi.-  same  for  all  coiumn^. 
Ratio  of  knglh  to  minimum  radius  of 
gyration  varied  from  6.1  lo  ^g. 5,  The 
results  of  the  tests  arc  Riven  on  page  402. 

^^^^ ^^  Plain    Steel   CoJ- 

is.     No  bending 


SDiivlea    Type 
tore    Type 
'ireproofea    type 


—  Note  — 


siljie 


the 


eyeai  the majiimiim 
load.  Alter  ihi' 
maximum  load  was 
passed,  bcndiiip 

developed  very  ftrad- 
ual  \\ .  The  averapi- 
aiions  per 
unit  nf  length  are 
shown  in  Fig.  141 , 
page  4(n. 

The  effect  of  the 
length  of  the  column 
was  more  marked  at 
high  liian  ai  low 
loaiij.  According  to 
Professor       Talbot, 


'  he  repre 


Cora  Type  Cohunns.  The  coiunins  of  core  tyjie  were  very  tough 
and  failure  slow.  For  siiort  columns,  the  failure  was  caused  hi  mo.-il 
cases  by  crushing  of  the  concrete;  lor  longer  columns,  bv  bending  and 
crushing  of  concrete.  No  bending  visible  to  Uie  e\e  wa^  observed  until 
maTimiiTn  load  was  reached.    The  eiTect  oi  mixture  01  concrete  on  the 

*i;niven]tvo[  lUiDoultullcim  Nu.  s'>■^iE.  i,p.4. 
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Deformation-  per  Unit  o\  Lenqth 

Fig.  143. — Load  Defonnation  Diagrams  for  Plain  Steel  Columns  and  Correspond- 

ing  Core  Type  Columns.*     {See  p,  465.) 

Note. — Curvet  labelled  Column  refer  to  core  tirpe;  thaw  Imbelkd  Sttd  rder  to  pUm  steel  type.    See 
also  Fig.  X4X' 


*  Uaiwfejr  o<  nUnoM  BnUetiB  No.  56.  Maick,  igza,  p.  24. 
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strength  was  small,  because  the  strength  of  the  column  was  governed 
by  the  steel  rather  tlian  1)\'  the  concrete. 

In  Fig.  143,  page  404,  are  shown  deformations  per  unit  of  length 
of  core  t}'pe  column.  Deformations  of  plain  steel  columns  are  at-^o 
shown  for  comparison.     (See  also  Fig.  141.) 

The  relative  loads  carried  by  the  concrete  and  by  tlie  steel,  respec- 
tively, are  given  in  the  table  on  page  462.  The  amounts  were  deter- 
mined by  assuming  that  for  equal  deformations  the  structural  shapes 
in  the  core  tj'pe  column  carried  the  same  load  as  a  similar  plain  steel 
column  and  the  balance  was  carried  by  the  concrete. 

As  a  result  of  this  test,  the  ultimate  strength  of  the  core  type  column 
may  be  considered  as  consisting  of  the  strengtli  of  the  plain  steel  column 
plus  the  strength  of  the  concrete  core  figured  with  a  unit  stress  equal  to 
the  strength  of  concrete  in  cylinders. 

Fireproofad  Golimms.  The  behavior  of  fireproofed  columns  of  the 
core  t\'pe  was  about  the  same  as  that  of  the  column  without  fireproof- 
ing.  The  concrete  shell  outside  of  the  structural  shapes,  however, 
remained  intact  until  the  ultimate  deformation  of  tlie  column  was  nearly 
reached,  but  its  effective  unit  strength  was  lower  than  the  unit  stress 
of  the  concrete  core,  probably  because  tlie  shell  failed  before  the  maxi- 
mum stress  in  steel  and  concrete  core  was  reached. 

Even  if  the  protective  covering  is  not  relied  upon  as  adding  to  the 
strength  of  the  column,  it  is  advisable  to  tie  it  by  means  of  hoops  or 
spirals  of  large  pitch  so  as  to  prevent  spalling  in  case  of  fire. 

Spinled  Columns  with  Stmctural  Steel.  The  core  t\7>e  column  with 
smiace  spirally  reinforced  exhibited  larger  strength  and  toughness  tlian 
similar  colunms  without  spiral.  The  tliin  protective  cover  remained 
intact.  The  strength  of  the  columns  exceeded  the  capacity  of  tlie 
Illinois  and  Lehigh  University  testing  machines,  which  is  830  000  lb. 

Because  of  the  large  deformation,  the  mcrease  of  strength  afforded 
by  the  spiral  is  not  available  in  ordinary-  building  construction ;  hence  a 
large  percentage  of  spiral  is  not  justifiable.  One  per  cent  of  s})iral  rein- 
forcement, however,  makes  the  column  tougher  and  safer  and  also 
prevents  the  outer  shell  from  spalling.  Since  tlie  danger  of  sudden 
failure  is  removed,  such  columns  may  be  designed  with  somewhat 
higher  working  loads  than  allowed  for  the  fireproofed  t\j)e. 

Tests  by  Professor  Withey.*  The  structural  steel  reinforcement  con- 
sisted of  four  angles  2  in.  x  2  in.  x  1^  in.  placed  in  four  corners  of  square 
column.  The  out  to  out  dimensions  of  tiie  steel  core  were  8  in.  square. 
The  result  of  this  test  agrees  with  tiie  tests  previously  described. 

*  Uamnity  of  Winonm  BuUetin  No.  300.  "Tests  of  Plain  and  Reiniorced  Concrete  Columns." 
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llftcimnwndattoatt  for  tba  DMicn  of  Ptiapioafed  Cninrnmi.  Tests 
by  Professor  Talbot  and  Professor  Withey  show  that  in  columns  with 
structural  steel  the  protective  cover  does  not  fail  until  the  colunui 
reaches  its  maximum  load.  In  practice,  the  protective  cover  is  not  con- 
sidered as  adding  to  the  strength  of  the  colunm.  Therefore,  in  design- 
ing  this  type  of  column,  the  recommendations  given  in  connection 
with  core-t3q)e  columns  may  be  used.  Similar  results  were  obtained 
by  Emperger  and  Spitzer.* 

• 
TBST&  OF  LOH Q  COUIMlfS 

Tests  by  Spitzer  on  columns,  9.8  by  9.8  in.  cross-section,  9.9  ft., 
14.8  ft.,  and  23  ft.  long  respectively,  with  ratio  of  length  to  the  least 
diameter  of  12,  18,  and  28,  show  no  appreciable  difference  in  strength 
and  no  buckling  in  any  of  the  colunms. 

To  determine  the  effect  of  slendemess,  Professor  Bachf  compared 
the  strength  of  4  ft.  long  colimm  (ratio  of  slendemess  4.3)  with  that  of 
a  29.5  ft.  column  (ratio  of  slendemess  32),  and  found  the  strength  of 
the  longer  colunm  to  be  0.75  of  the  strength  of  the  short  column. 

As  a  result  of  this  test.  Professor  Bach  suggests  the  following  formula 
for  the  strength  of  a  long  column  in  terms  of  the  strength  of  a  short 
colimui,  which  in  turn  may  be  assumed  equivalent  to  the  strength  of 
8  by  16-inch  cylinders. 

^'      ''      L  AP 

I  +  0.0072  -— 

Where 

fc  =  allowable  working  unit  stress,  lb.  per  sq.  in.,  for  short  columns. 

A  =»  cross  section,  sq.  in.,  of  column* 

I    =a  length  of  column  in  feet. 

/  =  moment  of  inertia  inch  units  of  the  cross-section  of  the  column. 

B358ISTAIIGB  OF  CUMCBBTB  AMD  BBEHFQBCSSD  GQHGB&Tlt  TO 

TWiaTINQ 

Testsf  made  by  C.  Bach  and  O.  Graf  in  Stuttgart,  Germany,  to  deter- 
mine the  resistance  of  concrete  and  reinforced  concrete  to  twisting, 

*  MiUeflancen  Ubor-Vawchft  iminfifflhrt  vook  Etoeobeton-AuaKhuw  des  dstecreicfakdiett  lagBnirwr- 
und  Aicfaitekten-Vereiiis,  "  Vemucbe  mit  EkenbetooMulcn,"  Hdt  3- 

t  KnkkttiiffvexMiche  mk  Eiawbelon«uikn  Ztitachrift  dc»  Vodns  Deutadier  Incenieure,  PtaL  C. 
Bach,  X913,  p.  io6gb 

t "  Veoucbe  ubw  dia  WWwihmdrfadiiiMt  voa  BMob  iwd  EfMnbetan  gam  Vctdnfanns"  by  C 
Bach  and  O.  Gnl,  fiariin  igxa,  Bifl  x6» 
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csonsisted  of  two  groups  of  qiecinwns;  (i)  plain  concrete  with  square, 
rectangular,  circular,  and  circular  ring  cross-sections;  and  (2)  square 
and  rectangular  reinforced  concrete  with  varied  amounts  and  dispo- 
sitions of  reinforcement.  The  length  of  the  specimens  was  6.4  ft.,  and 
the  cross  section  was  11.8  inches  square,  S.^  by  16.6  inches  rectangular, 
and  1 5.8  inches  diameter  for  circular  reinforcement. 

Meliied  of  Testing.  The  specimens  were  tested  by  applying  twisting 
moments  at  the  ends.  An  initial  twisting  moment  of  21  670  inch 
pounds  was  applied  first  and  the  instrument  read.  The  load  was  then 
increased,  until  failure,  in  increments  of  21  670  inch  pounds;  but  after 
each  reading,  and  before  raising  the  total  load  by  this  increment,  the 
load  was  reduced  to  the  original  21  670  inch  pK)unds  so  that  the  incre- 
ments as  made  actually  consisted  of  multiples  of  21  670  inch  pounds. 

EnBiitonrn  to  Twistiiig  of  Plain  Coaerete.  In  all  plain  concrete  speci- 
mens, the  failure  occurred  in  the  center  of  the  specimen  by  cracking 
at  45°.  Failure  always  followed  closely  the  appearance  of  the  first 
crack.  In  sp>ecimens  with  rectangular  cross-sections,  the  first  crack 
started  on  the  wide  face. 

The  ultimate  torsional  unit  stresses  are  given  in  the  table  below  and 
were  figured  by  the  following  general  formulas  for  homogeneous  beams. 


UlUmate  TarsimuU  Unit  Stresses.     (See  p,  467.) 

Concrete,  1:2:3  by  volume.  Aggregates,  Rhine  sand  from  o  to  i-iach  diametfir 
and  Rhine  gnvel  from  \  inch  to  j  inch.  Average  comfxessive  strength  of  i2>inch 
cubes  at  45  days,  3  540  lb.  per  sq.  in.    Age  of  specimens  at  test,  45  days. 

Compiled  from  Tests  by  C.  Bach  and  O.  Gxap. 


Croat  Section 


Square 

Rectangular.. . 

Circular 

Circular  Kings 


Values  of  Tonional  Unit  Stress. 


Lb.  pec  sq.  in. 


In  Tenns  of 
TcDSLle  Stiength. 


432.33 

462 . 20 

364  OS 

243.18 


In  Terms 

of  CompicMive 

Strength. 


1 .62 

1.75 
1.38 
0.02 


0.12 
0.13 
O.IO 

0.07 


Let      ft     =  ultimate  torsional  unit  stress  in  concrete  in  lb.  per  sq.  in. 
Mt  =  the  torsional  moment  in  inch  pounds. 
b      =  the  short  side  of  the  section  in  inches. 
h     =  the  long  side  of  the  section  in  inches. 
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b'or  rcquuigular  and  square  sections, 


0.45  +  J 


Kor  circular  stictions 


iz) 


tuJiiial  reiiiiorceuicuL  has  very  saiall  intiutince  qq  tursioQai  resistance. 
For  ^pedni<iU5>  reiniorced  with  i.ij/c  aiiU  2.20%  oi  straigbt  bars^  the 
increase  ot  tursiutial  resistance  was  only  g[x  ^wi<i  i4%-  More  marked. 
was  the  iiulucnce  ot  iQcliaed  bars^  In  spticinacins- with  i»i3%  of  rein*- 
foccemcnt  where  tlie  bars  were  iadiaed  at  i2^j  the  ultimate  resi&tancffi 
Wii^  increased  by  27''^- 

The  best  reintorctjiuent  for  specimens^  subject  to  twisting,  consists- 
of  stirrups,  or  spirals^  inclined  at  45^,  l>ecause  the.  craclts  due  to  twistinjp 
open  at  45 "^  iuid  therefore  the  spiral  resists  the  twisting  stresses  directly. 
In  specimens  with  2.20'/o  ^>^  longitudinal  reinforcement  and  with  stimqis^ 
0.2 70  in.  diameter,  spaced  3.93  inches  on  centers^  the  bending  moment 
at  tirst  crack  was  ji'/o  larger  than  at  ultimate  failure  for  plain  speci- 
mens. The  ultimate  bending  moment  for  this  specimen  was-  66% 
larger  than  the  ultimate  bendhig  moment  for  plain  specimens* 

Specimens  reiniorct-d  with  2.20%  of  longitudinal  steel  and  spirals^ 
0.270  in.  diameter,  arranged  parallel  to  each  side  and  inclined  at  4$®, 
with  a  pitch  of  3.7  inches^  showed  an  increase  of  55%  at  first  n'*^^, 
and  134 /c)  at  the  ultimate  bending  moment  over  plain  specimens. 

TSST&  QF  R£II«FQBGB&  CQNGHBIfi  BIIXU»XiQ8:  X]»aK  IX2AD 


One  of  the  most  important  developments  in  testing  within  the  lai^ 
few  years  is  the  tesung  of  complete  structures  under  load.  Deflectioit 
tests  of  engineering  structures  have  been  customary  to  determine  whether 
the  structure  can  safely  carry  the  load  for  which  it  has  been  built.  Such: 
tests,,  however,  are  of  little  scientilic  use  as  they  do  not  give  the  strcssM 
in  the  structure.  Sometimes  they  are  even  misleading  because  with 
small  deiiection  there  may  exist  stresses  in  certain  parts  of  the  stfuctm^e 
nmch  Jiigher  than  allowable.  Weakness  of  details  also  and  the  effect 
of  continuity  cannot  be  determined  from  such  tests. 

The  recent  tests  on  completed  structures  are  much  superior  to  the 


TESTS  OI    REL\tORLEl'  ClK\CRETL  4C»o 

oi  J  deiiccuoii  tests  as  they  nicasiirc  noi  uniy  aciit-cUuh  oi  lia-  siruclurt- , 
ouL  ai.!><J  the  stresses  iii  various  pari ^c-i  tiij  iiK-n.bLTb.  These  tcsi is  were 
iiiaugurate<i  by  Prt>:.  Aruiur  .N.  lajjot  v-i  iiie  liiiversii>  t'l  llimuis, 
w:ui  Uie  abaibtance  of  Aiebsr^:.  A.  K.  Lord  aii'l  W.  A.  biaLer.  Ine 
iirsL  buildiiijj;  tested  in  tiiis  way  was  ui^XJutiT^  an  i  \\  cbutr  buiidiijg  ir 
Minncapohsin  Octui>er  aod  isuveniber,  lyio.  loiiOWJi-^^  ti.tsc  st\trai 
ouier  testa  were  Uxaue  urmer  tiie  auspices  of  tiie  KLiXiiorLt'ii  Luiicrttt 
L  '»niniitiee  of  tiie  Aiiierican  Coiicreie  institute. 

liie  instruments  used  in  sucn  tests  are  u;  Lxtcnsonicter  foi  nieasur- 
::.^  Uv  stretch  or  compression  of  tiie  materials,  1^2^  Jjeliectunitter,  for 
nieasuruii;  dehection. 

'lai:  extensometer  consists  of  a  irameworii.  vw'hich  in  tiie  best  exten- 
-  'meters  is  maac  ol  invar  steei  to  prevent  appreciable  chai.gts  in  lengtli 
u..'/  t«)  tne  cnaiiges  of  temperature  ,  two  movable  ieg^  attaeiied  tv)  it 
;'^''\iuv.d  wiili  snarj)  points,  and  of  means  for  measmuig  accurately  any 
cnans^es  m  distance  between  tJie  pomts.  In  orutr  to  nnd  tiie  streteU  in 
sieei,  Uit:  bar  to  be  tested  is  uncovered  hi  tv»u  j^iwCcs  a  few  inciies  aj>art, 
tn*'n  sniali  hi>ies,  caiiea  gau^^e  huies  10.055  in.  in  diameter;  are  arined. 
--in  observation  on  tne  gauL'e  iine  is  tat^en  before  tne  structure  is  ioaued 
'ji\:A  tntn  at  each  increment  of  tiie  load.  Tne  diherciue  between  tiie 
or'^mai  readnig  ana  UK-  readhig  at  any  ioiid  gives  tiie  stretch  c»f  the 
i-i-tei  uue  to  tnat  ioau.  Tne  stress  is  tiien  lound  irom  tne  Known  relation 
between  tiie  deformation  and  tne  stress. 

liie  comj)ressi( ai  hi  concrete  is  measured  b\  mailing  small  iioles  in 
•.ri-' concrete,  insertmg  metal  piugr,  ana  tnen  mariong  tne  gauge  hoies 
.\  tae>e  plu<I^  in  a  similar  maimer  as  was  uoiie  lor  tiie  steel.  Ivead- 
ii.«:s  and  stresses  are  ootaimd  in  tJie  sanie  way  as  for  steei.  Since 
'-'Micrete  iiow>  graaualiy  under  Jieaxy  ioaus  u^e  reaamg^  must  be  made 
iT'wneaiaieiy  aiier  eaeii  ioa<ii]i<;.      (."^et-  p.  j,^o. 

l-or  measurmg  dtiiections,  a  rigid  scafloia  i^  btiiit  rigiit  under  the 
MieHiOers  to  be  tested.  In  ttie  piace  in  wniLii  a  Oehecth^n  reaamg  is 
vj-Nirvd,  a  steel  piate  is  fastened  by  j^asLti  ("i  i  aris  to  tne  under  siac  of 
'•e  beam,  vr  siah.  On  a  vertical  hnc  Ueiow  tiUs  sttLi  piate  a  steei  rod 
is  lastenea  to  tne  scan^^ud.  lieiore  bt.ginnii.g  tne  test  and  at  diiierent 
>L»'i;es  of  ioaduig,  Ine  dehectonieter  is  pxaced  Dttween  tne  piate  and 
;  •  ••  r"d  beiow,  reaamg^  are  taken  ana  tr-t-  uiherence  between  tiie 
■  riirinai  reading  ajiu  tne  reaauigs  mi'ier  tii-.   ivn.a  gi\e  tne  dciiectu-r! 

J  «»r  loading  liie  pair  1.^,  tnere  niLiy  h^  Ustc:  'u  oriek,  ^i ;  cement  ii. 
s.'  *.-.  'i }  loose  sand  in  boxes  01  in  saLi:.-,  an^  'a    ]ug  iron,     in  making 
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tests,  caxe  always  must  be  taken  that  the  material  does  not  arch  itself. 
The  whole  floor  cannot  be  covered  with  the  load  because  there  must 
be  left  places  uncovered  in  which  measurements  are  taken,  also  there 
must  be  aisles  left  to  make  the  points  accessible. 

It  is  important  that  the  test  load  should  cover  a  sufficient  floor  space 
to  insure  that  certain  parts  of  the  floor  resist  nearly  the  full  load  which, 
in  the  calculations,  they  are  considered  to  take. 

Wenalden  Building  Test*  The  floor  panels  in  this  building  are  15 
feet  by  20  feet.  The  slab  is  3  J  inches  thick;  the  girders,  placed  between 
colunms  in  the  short  direction,  7 J  inches  by  2o|  inches,  reinforced  with 
four  |-inch  square  bars  in  the  middle.  The  longitudinal  beams,  5  feet 
apart  on  centers,  are  6 J  inches  by  18 J  inches,  reinforced  with  four  f-inch 
square  bars  in  the  middle.  Half  as  much  steel  was  used  over  the  sup- 
ports as  in  the  center. 

The  floor  was  designed  for  a  live  load  of  200  pounds  per  square  foot, 
and  the  total  test  load  was  made  400  pounds  per  sq.  ft.  and  placed  in 
layers  of  80  pounds  per  sq.  ft.  A  set  of  observations  was  taken  after 
every  additional  loading. 

The  measurements  were  taken  in  steel  at  the  support  and  at  the  cen- 
ter of  the  span,  also  measurements  of  stresses  in  concrete  at  the  support 
and  at  the  center  of  the  span. 

This  test  proved  conclusively  that  the  beams  and  the  girders  act  as 
continuous  ones.  While  the  stresses  in  steel  in  the  center  and  at  the 
support  were  not  excessive,  the  highest  stress  being  17  000  lb.  for  the 
total  test  load,  the  stresses  in  concrete  at  the  supports  of  the  beams 
were  high  and  in  some  places  even  reached  a  stress  of  2  200  lb.  per  sq.  in. 
Even  under  the  working  load,  stress  in  concrete  was  i  150  lb.  per  sq.  in. 
The  compressive  stresses  in  the  center  of  the  beam  were  low,  and  it 
appeared  from  the  test  that  the  total  slab  acted  as  a  compressive  flange 
of  the  T-beams.  It  must  be  noted  that  in  this  case  the  overhang  of  the 
flange  was  7  times  the  thickness  of  the  slab,  while  in  practical  designs,  we 
consider  only  an  overhang  of  6  times  the  thickness  of  the  slab  as  effective 
in  taking  compression.  The  total  compression  in  a  beam,  figured  with 
the  assumption  of  a  straight  line  distribution  of  stress  and  no  tension  in 
concrete, was  much  larger  than  the  total  tension,showing  that  either  arch 
action  existed  in  the  beam  or  considerable  tension  was  carried  by  concrete. 
The  difference  was  especially  large  at  the  supports  where  the  tension 
must  have  distributed  itself  over  the  entire  slab. 

*  Unireni^  of  Illinou,  Bulletin  No.  64,  January  13,  1913. 
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Test  Cracks.  Tensile  cracks  were  observed  in  the  middle  portion  of 
the  bottom  of  tlie  beams.  They  formed  at  the  same  stress  in  steel  as  is 
usualiy  found  in  the  iaboratork'.  Jjiagonai  cracks  developed  in  the 
girder  which  curried  a  very  large  sliear  (r=4o  000  lb.  and  i'=36o  lb.;, 
just  outside  tiie  junction  witii  mtermediate  beams.  The  cracks  were 
inciined  at  about  45  .  They  did  not  close  entirely  after  removal  of  tlie 
load,  li  is  supposed  that  the  restrahit  at  the  ends  prevented  fuller 
development  of  the  cracks.  (See  also  ]>.  442  on  formation  of  cracks  in 
conthiuous  I-beams. j 

DcjiecUofis.  The  deilections  offered  further  proof  of  tlie  continuity 
of  tiie  beam^s,  in  the  middle  panel  beuig  much  larger  for  one  panel  loaded 
than  for  three  panels  loaded,  as  would  be  expected  from  a  continuous 
beam.  With  three  spans  loaded,  deliection  of  intermediate  beam  was 
o.OQ  inch,  and  for  one  span  loaded  was  0.15  inch. 

Turaer-Oarter  Building  lest.  The  panels  in  this  building  are  17 
feet  4  inches  i)y  19  feet  0  incnes.  The  girders  are  placed  m  tlie  short 
direction  and  their  dimensions  are  10  l)y  24  niches,  with  two  i-uich 
square  and  tiiree  ^-inch  square  bars  at  the  middle,  and  two  i-inch  square 
bars  over  the  support.  Leams,  7  by  ih  inches,  reinforced  with  one  i-inch 
square  bar  and  two  |-inch  square  bars  at  the  middle,  and  one  i-uich 
square  bar  (plus  ten  |-inch  roimd  bars  in  the  slab;  over  the  supj^ort, 
are  placed  between  the  columns  and  at  one-third  points  of  the  girder. 
Tiie  tliickness  of  slab  is  4  inches. 

The  structure  was  designed  for  a  live  load  of  150  lb.  per  sq.  ft.  and  the 
beams  and  girders  were  figured  as  simply  supported,  but  reinforcement 
was  supj)hed  for  continuity.  The  test  load  was  300  lb.  per  sq.  ft.  or 
double  the  designed  load. 

Results  0/  lest.  The  beams  and  girders  acted  as  continuous.  The 
stresses  in  steel  in  the  beams  were  comj)aratively  low,  the  maximum 
observed  for  the  test  load  being  11  000  lb.  The  stresses  m  concrete, 
however,  at  the  end  of  the  beam  reached  i  100  lb.  per  sq.  in.  At  the 
middle  the  compression  in  concrete  reached  onh'  350  lb.  per  sq.  in.,  which 
shows  that  the  compression  tiiere  must  have  distributed  itself  over  a 
large  portion  of  the  slab.  In  the  girders  tiie  tensile  stresses  at  tht* 
middle  reached  only  8  000  lb.  per  sq.  in.  At  the  supj)orts  no  measure- 
ments were  taken  because  the  steel  was  not  accessible.  The  compressi\'e 
stress  at  the  end  of  the  beam  in  the  bottom  was  900  lb.  per  sq.  in.  and 
was  ver>'  low  at  the  center  in  the  top  surface. 

In  both  beams  and  girders  the  total  compression  was  much  larger 
than  the  total  tension,  a  condition  that  was  foimd  in  the  previous  test. 
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As  far  as  observation  shows,  tie  entire  slab  acted  as  compreseiDn  5ange 
of  tile  T-beam. 

GeoBscal  OmKliiHiiuia^     In  drawing  conclusions  from  tests  on  completed 

struclnires  it  must  be  remembered  that  although  the  stresses  in.  steel 
are  low  it  does  not  mdicate  a  large  feictor  of  aaiety.  The  conditions 
are  the  same  as  were  explainefi  in  connection  with  laboratory  beam 
tests  •  see  p.  ^si}  m  whicii  the  stresses  at  half  the  mnyim nnr  load  were 
small,  while  the  maximum  load  stressed  the  steel  to  the  elastic  limit. 
The  results  of  such  tests  must  be  used  witli  caution. 

TSSTS  OF  QCTAGQTfAL  CASTTLBIWBL  FLAT  SELABS 

An  hitercsting  test  of  cantilever  dat  slabs  supported  on  a  central 
column,  as  shown  hi  Fig.  144,  page  473,  was-  made  bv  ^Mr.  Edward 
Smulski  under  the  supervision  of  Sanford  E.  Thompson. 

Eight  specimen  slal^s  were  made:  octagonal  hi  shape,  6  feet  6  mches 
in  small  diameter,  and  with  an  octagonal  column  head  in  the  center 
built  monoiitliic  with  the  slab  and  having  an  inside  diameter  of  2  feet. 
The  slab  was  4  inches  thick.  The  reinforcement  of  Specimens  r  to  4 
arranged  as  shown  in  Fig,  144,  dhiered  in  the  diameter  of  bars  usetl  for 
the  live  outside  rings,  as  shown  in  the  table  on  page  475.  Specimais 
5  and  6-  were  similar  to  3  except  that  ra  and  5  radials  respectively 
were  used  instead  of  20.  Specimen.  7  was  reinforced  by  four  layers  of 
bars  running  in  four  ciirections,  each  layer  consisting  of  nine  i^-incli 
round  bars.  Specimen  S  was  reinforced  with  steel  in.  top  and  bottom; 
the  tensile  reinforcement  consisted  of  two  Layers  placed  at  right  angles, 
with  twelve  f -inch  roimd  bars  per  layer,  and  the  compresave  reinforce- 
ment consisted  of  two  layers  with  eight  f-inch  roimd  bars  per  layer. 

PQEposft  of  TsstL  The  purpose  of  the  test  was  to  compare  the  effec- 
tiveness of  circumferential  with  band  reinforcement  and  to  detecmirLe 
the  most  effective  distribution  of  steel  between,  rings  and  radials. 

Matemla  dL  CdnsiziictiaiL.  Concrete  hi  proportions  1:214  was  used. 
The  compressive  strength  of  6--inch  cubes,  tested  at  52  days,  was  z  roo 
pounds  per  square  inch.  Reduced  to  8  x  16-inch  cylinders  and  to  28 
days,  the  strength  of  the  concrete  was  about  r  400  pounds  per  square 
inch,  or  lower  than  hrst-ciass  1:2:4  concrete  isee  p.  3x0;. 

Plain  round  bars  with  an  average  elastic  limit  of  ^^  aco  pcnmds  per 
square  inch  were  used. 

Matftarf  of  Tsatmnf.  In  testing,  the  slabs  were  placed  on  a  woodioi 
column  resting  upon  a  base  which  (iistributed  the  load  to  the  aoiL     The 
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load,  consisting  of  pig  iron 
averaging  56  pounds  per  pig 
was  placed  on  swings  arranged 
along  the  circumference  of  the 

i    ib^  ^  jL    ^=^^^^^  ^  shown  in  Fig.  144, 

page  473.  By  this  method  the 
point  of  application  of  the  load, 
and  therefore  the  moment  arm, 
was  positively  fixed.  Further- 
more, actual  conditions  occur- 
ring in  a  continuous  flat  slab 
floor  were  substantiafly  r^ro- 
duced,  the  stresses  in  the  canti- 
lever corresponding  to  those 
produced  by  the  negative  bend- 
^  .0  ^^i^^^  ^^if%    ing  moment  at  the  column  m  a 


Unit  Stress  in  Thousand  Pounds 
aFGQMEN  2 


floor. 

XMdrmatkm  Readings.  De- 
formations in  steel,  due  to  the 
loading,  were  measured  by  a 
Berry  extensometer  on  8 
inch  gage  lines.  For  this 
purpose  gage  holes  about 
^-inch  diameter  were 
drilled  in  the  steel.  Each 
ring  and  each  bar  was 
provided  with  at  leastfour 
gage  lines  to  eliminate  the 
possibility  of  erratic  re- 
sults. Average  stresses 
were  plotted  in  a  defor- 
mation diagram.  Fig. 
M5y  P^gc  474}  shows  the 
deformations  at  different 
loadings  for  Specimens 
No.  I  and  2  and  Fig.  146, 
a?  page  475,  for  Specimen  7. 
The  curves  for  Specimen 

FK.  i4S.-DefomuUion  Diagnuns  for  SW,         ^    *?  substantiaUy    like 
Spedmens.    No.  i  and  2.    (See  p.  474.)  Specimen  7. 


Unit  5tnBa5  hThousand  Rounds 
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Unit  3tnB6S  'm  Thousand  Fbunds 
5PECMEN7 


Fig.  146. — Deformation  Diagrams  for  Slab  Specimen  No.  7.     {See  p.  474). 

Sesulte  of  fhe  Tegts.  The  results  of  the  tests  are  shown  in  the  table 
on  page  475^  which  gives  the  dimension  of  specimens,  total  loads,  and 
load  per  pound  of  tensile  steel.  The  measured  stress  and  the  load  at 
iast  visible  crack  also  are  given  in  the  table,  from  which  it  is  evident 
that  the  first  visible  cracks  occurred  at  about  two-thirds  of  the  load  at 
the  elastic  limit.  JudgiEig  from  the  stress  diagrams,  hair  cracks  invisi- 
ble to  the  eye  must  have  appeared  at  a  smaller  load  corresponding  to 
the  break  in  the  deformation  curve. 


Summary  of  Resulis  of  Tests  of  Octagonal  Cantilever  Flat  Slabs. 

Octagonal  slab  6  ft.  6  in.  inside  diameter;  column  head  2  ft.  diameter;  1:2:4  coQcrete;  mild 
Specimens  Nos.  i  to  4,  Radial;  Specimen  7.  4-way;  Specimen  8,  2-way. 

All  slabs  4  iacbes  thick. 
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*  Ettiimaied  from  stress  diagram.     Broken  by  accident  at  29  soo  lb.,  before  elastic  limit  was  reached, 
t  £«tiiiiated  from  stress  diagram.     Elastic  limit  not  reached  at  maximum  applied  load. 
X  Only  port  of  the  area  of  Ring  s  was  considered  as  effective  because  it  was  placed  too  near  the  col- 
amn  laad  and  Uierefore  carried  amaUer  stress  than  the  other  rings. 
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The  first  crack,  at  first  hardly  noticeable,  extended  all  the  way  around 
the  circumference  of  the  column  head*  several  inches  from  its  edge. 
For  additional  loading,  the  crack  opened  slowly  and  additional  circum- 
ferential and  radial  cracks  appeared.  The  test  was  discontinued  after 
the  steel  had  reached  the  elastic  limit  with  the  exception  of  Specimen  4, 
in  which  the  elastic  limit  of  the  slab  was  not  reached  on  account  of  the 
difficulty  of  applying  further  loading.  No  cracks  developed  within  the 
coliunn  head  although  the  radials  were  stressed  to  elastic  limit  and  the 
hooked  portions  did  not  bear  against  the  center  ring.  Of  interest  is 
the  fact  that  the  cracks  in  Specimens  7  and  8,  reinforced  with  bands 
of  bars,  were  also  radial  and  circumferential. 

Splicing  of  Rings.  From  the  stress  diagrams,  it  is  noticeable  that 
in  Specimens  i  to  3,  the  outside  Rings  i  to  4,  and  in  Specimen  4,  Rings 
I  to  3,  were  equally  effective  in  resisting  the  bending  moment,  the 
stresses  at  different  loads  being  almost  equal.  The  stress  in  Ring  5  was 
smaller  than  in  the  other  rings,  which  can  be  accounted  for  by  the  fact 
that  the  ring  was  placed  too  near  the  column  head.  The  stresses  in 
Rings  6  and  7  within  the  column  head  are  very  small,  showing  that  very 
little  stress  is  transferred  by  the  radials  to  the  center  rings.  Evidently 
most  of  it  is  transferred  to  concrete  by  bearing.  All  rings  were  spliced 
with  a  50-diameter  lap.  During  testing,  special  attention  was  paid 
to  the  behavior  of  the  steel  at  the  splices  and  it  was  found  that  the 
elastic  limit  was  reached  without  any  movement  being  observed  at  the 
splices. 

Conclusions,  (i)  First  crack  occurred  at  substantiaUy  the  same 
measured  stresses  in  the  steel,  irrespective  of  the  arrangement  and 
amount  of  reinforcement.  The  load  at  first  crack  increased  with  the 
increase  of  reinforcement. 

(2)  The  actual  load  sustained  in  all  specimens  is  larger  than  would 
be  expected  from  ordinary  methods  of  computation,  proving  the  effect 
of  Poisson's  ratio.  The  reduction  of  bending  moment  coefficients  sug- 
gested for  flat  slabs  on  page  547  is  justified. 

(3)  The  relative  effectiveness  of  the  various  arrangements  of  steel 
can  be  obtained  by  comparing  the  load  per  pound  of  tensile  steel  which 
for  specimen  i  to  4  varied  between  420  pounds  and  450  pounds  and  for 
specimens  7  to  8  between  210  and  225  pounds. 

(4)  In  specimens  reinforced  by  rings  the  stresses  were  uniformly  dis- 
tributed over  all  rings.     (See  stress  diagrams,  p.  474). 

(5)  The  lap  of  50  diameters  of  a  plain  bar  was  sufficient  to  develop 
the  elastic  limit  of  the  rings. 
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CHAPTER  XXII 

REINFORCED  CONCRETE  DESIGN 

In  this  chapter  are  given  the  definite  principles  and  rules  used  in 
the  design  of  reinforced  concrete  structures.  The  matter  is  based  on 
the  two  preceding  chapters  of  which  the  first  goes  much  more  fully 
than  the  present  chapter  into  the  fundamental  theory  of  reinforced 
concrete,  giving  formulas  and  their  derivations  for  rectangular  beams, 
T-beams,  beams  with  steel  in  top  and  bottom,  columns,  and  members 
under  direct  compression  and  flexure,  while  the  second  describes  the  tests 
which  verify  both  theory  and  rules  for  design.  In  the  present  chapter 
are  taken  up  the  working  formulas  which  are  necessary  in  actual  de- 
sign. Before  using  these  final  formulas,  the  designer  should  become 
acquainted  with  the  derivations  already  given  so  as  to  have  a  thorough 
understanding  of  the  subject. 

The  formulas  and  recommendations  are  grouped  under  headings  and 
sub-headings  for  convenient  reference.  At  the  end  of  this  chapter  are 
tables  and  diagrams  for  use  in  design.  Many  of  these  are  copied  from 
office  standards  of  the  authors. 

&ATIO  OF  MODULI  OF  ELASTICITT 

As  seen  from  the  tests,  pages  400  to  404,  the  value  of  the  modulus 
of  elasticity  of  concrete  depends  upon  the  quality  of  the  aggregates 
used,  the  consistency,  and  the  age.  It  varies  also  for  different  stages 
of  the  loading,  but  may  be  considered  constant  within  working  limits. 
The  modulus  of  elasticity  of  steel  being  practically  constant  (see  p. 
400),  the  ratio  of  moduli  of  steel  to  concrete,  w,  changes  in  direct  pro- 
portion with  the  change  of  the  modulus  of  concrete. 

In  computations,  it  is  advisable  to  vary  the  ratio  according  to  the 
ultimate  strength  of  the  concrete.  The  ratios,  «,  recommended*  for 
use  are: 

(a)  For  concrete  having  a  crushing  strength  of  2  200  lb.  per  sq. 

in.  or  less,  a  value  of  15. 
ip)  For  concrete  having  a  crushing  strength  between  2  200  and 

2  900  lb.  per  sq.  in.,  a  value  of  12. 
(c)  For  concrete  having  a  crushing  strength  exceeding  2  900  lb.  per 
sq.  in.,  a  value  of  10. 

*  ThoBC  values  agree  with  the  recommendations  of  the  Joint  Committee,  1916. 
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The  value  of  15  has  been  adopted  in  the  British,  German,  and  Austrian 
rules  up  to  1916.  The  French  rules  for  1907  authorize  a  range  from  8  to 
1 5  according  to  conditions.  For  determining  deflection  of  beams  when 
using  formulas  which  do  not  take  into  account  the  tensile  strength  devel- 
oped in  the  concrete,  a  ratio  of  8  may  be  used. 

The  effect  of  the  ratio  of  moduli  on  the  stresses  in  beams  may  be  seen 
from  the  formulas  and  also  the  tables.  For  a  given  beam  with  a  definite 
amount  of  steel,  the  use  of  higher  ratio  of  moduli  lowers  the  position  of 
the  theoretical  neutral  axis,  and  for  a  given  bending  moment  decreases 
the  stresses  in  concrete  and  increases  the  stresses  in  steel,  the  latter, 
however,  in  much  smaller  proportion.  For  the  same  unit  stresses  and 
bending  moments,  but  different  ratios  of  modidi,  the  beam  designed  for 
the  larger  ratio  will  have  a  smaller  depth,  but  at  the  same  time  a  larger 
amoimt  of  steel.  Therefore,  in  beam  design,  if  a  concrete  richer  than 
ordinary  is  used,  the  question  of  economy  must  be  carefully  considered. 

HoduluB  of  Elartioity  in  Tenaion.  But  few  tests  of  modulus  of  elas- 
ticity of  concrete  in  tension  have  been  made,  but  these  indicate*  that 
the  value  is  probably  the  same  as  the  modulus  in  compression. 

QTTALITT  OF  EEUfFOBCIirG  STEEL 

The  1914  Specifications  of  the  American  Society  for  Testing  Materials 
require  the  following  properties  for  reinforcement: 

Tensile  Properties  of  Concrete  Reinforcement  Bars 


Properties 
Considered. 


Tenaile  strength,  lb. 
per  sq.  in 


Yield  point,    min., 
lb.  per  sq.  in 

Elongation  in  8  in., 
min.,  per  cent... 


Plain  Ban. 

Deformed  Bars. 

Structural- 
Steel 
Grade. 

Inter- 
mediate 
Grade. 

Hard 
Grade. 

Structural- 
Steel 
Grade. 

1 

Inter- 
mediate 
Grade. 

Hard 
Grade. 

5SOOO 

to 
70000 

33000 

X    400  000t 

70000 

to 
85  000 

40000 

I    300  000t 

80  000  min. 
50000 

X    200  000t 

55  000 

to 
70000 

33  000 

X  250  ooof 

70000 

to 
80000 

40000 

X  las  ooof 

80  000  min. 

50000 
X  000  ooof 

Tens.  str. 

Tens.  str. 

Tens.  str. 

Tens.  str. 

Tens.  str. 

Tens.  str. 

Cold- 
twisted 
Bars. 


Recorded 
only. 


55  000 


t  Deduct  X  per  cent  for  each  increase  of  |-inch  above  f-incb  diameter,  or  for  each  decrease  of  ^ioch 
below  ^-inch  oiameter. 


It  is  generally  recognized  in  reinforced  beam  design  that  the  3deld 
point  of  the  steel  should  be  considered  as  the  point  of  failure  of  this 

*  Prof.  W.  K.  Hatt,  Journal  Association  Engineering  Societies,  June  xgo4,  p.  33. 
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materiaL  Tests  show  that  when  the  metal  reaches  its  yield  point,  the 
sags,  and  this  deflection,  due  to  the  stretch  of  the  steel  and  in 
cases  to  the  slipping  of  tlie  steel  because  of  its  reduced  crosis- 
section  is  likely  to  produce  crushing  in  the  concrete. 

Many  engineers  do  not  approve  of  the  use  of  high  steel  because  of  itb 
brittleness  when  of  poor  quahty ,  and  the  daiiger  of  sudden  accidcii  t ,  a/*d 
because  of  the  fact  tiiat  it  is  prohibited  inordinary  structural  steel  work. 
Brittleness  in  steel,  however,  is  less  dangerous  in  reinforced  ooiicrete 
than  in  many  classes  of  structural  steel  work  because  tiie  concrete  pro- 
tects it  from  shock,  and  also  because  smalier  sections  of  steel  are  used 
ir:  concrete  beams  than  in  steel  beams,  and  the  large  ai^d  irfcguiar 
snapes  of  the  latter  render  them  much  njore  sensitive  to  irregular  cool- 
ing during  tiie  process  of  their  manufacture. 

^liid  steel,  that  is,  ordinary  market  steel,  is  nianafactuiofl  aiid  sold 
under  such  standard  conditions  that  fur  uriiinporiant  structures  it  often 
ma}'  i>e  used  i^athout  other  test  titan  the  beiidiitg  test  given  on  page 
4.i>c.  Kigh  steel,  on  the  other  hand,  must  Le  thorougniy  icbted.  U  ncn 
tested,  however,  it  is  entirely  safe  and  to  be  preferred  to  miid  steel. 
Tne  oi)iection  to  it  for  reiniorced  concrete  is  ua^ed  iaigeiv  upon  tne 
ubt'  o:  a  poor  quahty  of  material  and  the  extra  cost.  Anutner  ojjcc- 
Uon  which  hab  been  raised  ib  thai  beiure  the  eia^tic  limit  is  leaciAec, 
tfit:  stretch  h.  tiie  high  steel  nja\'  produce  eAce^sive  cracking  hi  ti^e 
concrete  in  tJie  lower  pc»rtion  of  tnc  beair,  and  thus  expuae  tne  btcel 
t'->  corrosion.  The  mere  fact  that  cracks  are  visible  does  not  prove 
tiiat  tiie}'  are  dangerous,  because  tne  steei  is  always  designed  to  take  the 
wuoie  of  tne  tt^nslon.  Mr.  Con:3iat:re*s  and  1  loie^oor^  1  alL»at's  and 
1  umeaure's  lest:3  indicate  tnat  tuere  ib  no  dctngerous  ci**cking  even  witii 
hisn  steei  until  tne  jieio  pohit  of  the  sieei  lb  icaciied. 

lestb  maue  in  Lurope  in  1907  ^see  ]■.  29^/  prove  quiie  conciasiveiy  tiic*t 
tne  cemeni  protects  tne  sieei  iioin  ordinal y  and  evenexaaorcli.n«iry  coiiusIve 
action  unth  the  eiasii-  hmii  01  tnt  sieei  i^  neariv  reaenec.  In  eaoes  w*iere 
vcT}'  minute  cracjong  oi  Ujc  conureie  nidV  eaLk>e  aiUvieiy  ^even  aitnoug:^  not 
aangeroa-^,  liie  sietl,  wnaiever  ii.^  qaaiiiy,  i>iiouid  nut  i>e  sacj^aed  L»e}ond 
tile  urdimtT}'  limit:?  of,  say.  10  coo  puuno*  ^^i  S4v*«ue  inci.. 

A  yieii  point  in  sie*.t  of  30  000  puunoc*  pei  a^^^are  hicr*  corre^ponob  to  a 
SLretcii  C'i  0.0010  of  its  iengi-.  aij'-i  a  yici'^  pv^iu:  of  50  000  l^  i*  buetLJ.  of 
U.00107. 

If  sieei  couid  l«e  made  wiiii  a  i^ign  moUcJuS  o;  elasticliy  ii  ^vouic  Ijl  par 
t:cuiari\'  bervieeauie  ioi  rcjiiioueu  coneii.:rr,  Lcui.a.^e  tiit  iiigner  tiie  inod- 
UiUbf>i  ciasiicii)  oi  a  niaieiiai  tnt  ic^ms  Ujc  aciormaUon  unuei  ai'v  giver. 
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loading.  Unfortunately,  however,  all  steel,  whether  high  or  low  in  carbon, 
has  substantially  the  same  modulus  of  elasticity  (30000000  lb.  per sq.  in.). 
It  maybe  stated,  then,  that  high  carbon  steel,  say,  0.56%  to  0.60%  carbon, 
of  the  quality  used  in  the  United  States  for  making  locomotive  tires,  is 
better  than  mild  steel  for  reinforced  concrete  provided  the  steel  is  well 
melted  and  rolled,  and  is  comparatively  free  from  impurities,  such  as 
phosphorus.*  However,  a  high  carbon  steel,  unless  limited  by  chemical 
analysis,  and  made  imder  careful  inspection,  is  in  danger  of  being  more 
brittle  than  low  carbon  steel.  Its  use,  therefore,  should  be  limited  strictly 
to  work  important  enough  to  warrant  the  ordering  of  a  special  steel  and  the 
taking  of  sufficient  trouble  on  the  part  of  the  purchaser  to  insure  strict 
adherence  to  the  specifications.  Since  manufacturers  cannot  always  be 
depended  upon  to  exactly  follow  specifications  of  this  nature,  it  is  necessary 
that  an  inspector  be  sent  to  the  works  either  by  the  dealer  or  the  purchaser. 

Bending  Test  for  Steel.  The  most  important  test  in  the  specifications 
is  the  bending  test  and  no  steel  which  fails  to  pass  this  bending  test 
should  be  used  under  any  circumstances.  The  bending  test  of  the  1914 
Specifications  of  the  American  Society  for  Testing  Material  is  as  follows: 
Test  specimens  for  bending  shall  be  bent  cold  to  the  following  angles 
without  fracture  on  the  outside  of  the  bent  portion: 


Bend-Test  Requirements. 


Thickness 

Plain  Bars. 

Deformed  Bars. 

Coid- 

twisted 

Bars. 

or 

Diameter 

of  Bar. 

Struc- 
tural-Steel 
Grade. 

Inter- 
mediate 
Grade. 

Hard 
Grade. 

Struc- 
tural- Steel 
Grade. 

Inter- 
mediate 
Grade. 

Hard 
Grade. 

Under  |  in 

180  deg. 
d-t 

X  80  deg. 
d  =  t 

180  deg. 
d=  at 

90  deg. 

180  deg. 
d-3t 

90  deg. 

z8o  deg. 
d»t 

00  deg. 
d  =  at 

z8o  deg. 
d-3t 

90  deg. 
d  =  3t 

180  deg. 
d-4t 

90  deg. 
d  =  4t 

z8o  deg. 

*  in.  or  over 

d—  2t 

180  deg. 

d«-  at 

d  =  3t 

d-3t 

EXFIANATOBY  NOTE;  d 

t 


the  diameter  of  pin  about  which  the  specimen  is  bent; 
the  thickness  or  diameter  of  the  specimen. 


Steel  with  high  elastic  Hmit,  whether  due  to  high  carbon  or  to  manipula- 
tion in  manufacture,  should  be  purchased  with  these  reservations  even  if 
the  working  stress  is  to  be  no  higher  than  is  used  with  mild  steel,  say,  16  000 
pounds  per  square  inch,  because  it  is  liable  to  be  brittle.  In  case  a  lot  of 
steel  has  been  delivered  without  previous  test  by  the  purchaser,  one  bar 

*  In  Bessemer  steel,  phosphorus  should  be  not  over  o.io  per  cent  and  in  open  hearth  sted  not  over 
0.05  utT  cent.  In  hard  steel,  manganese  should  be  between  0.40  and  0.80  per  cent,  and  sulphur  should 
bt  not  over  0.06  per  cent. 
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The  constants  C  and  p  may  be  taken  from  Table  on  page  483,  selecting 
values  corresponding  to  the  working  stresses  in  steel  and  concrete  and . 
to  their  ratio  of  elasticity. 

Substituting  in  (i)  and  (2),  for  C  and  py  the  values  corresponding 
to  650  lb.  per  sq.  in.  in  concrete  and  16  000  lb.  per  sq.  in.  in  steel: 

[m 

d  =  0.096  ^  (3)     and    Ag  =  0.0077  ^^  (4) 

Equations  (i)  and  (3)  give  the  minimum  allowable  depth  for  assumed 
working  stresses.  Sometimes  for  construction  reasons,  it  is  necessary 
to  use  a  larger  depth  than  obtained  by  these  formulas.  For  such  cases 
a  smaller  amount  of  steel  is  permissible  and  may  be  obtained  from  equa- 
tion 

As  =  -7  (4a) 

For  ordinary  cases  the  value  of  7  may  be  taken  as  J. 

Example  i:  What  depth  of  beam  and  what  area  of  steel  are  required,  for  a  freely 
supported  beam  having  a  span  of  18  feet  using  1:2:4  concrete,  with  a  load  of  600 
pounds  per  running  foot  ? 

CIS-  n      J-  ^       --      -        W^    .      600  X  18  X  18  X  12  ^        .      u 

SoltUton:     Bending   moment,   Ji ,   for  — -  is =  291 600  inch 

o  o 

pounds.     Assuming  a  breadth  of  8  inches  and  using  formula  (3) 


d  =  0.096  Y^^-^  «  18.3  inches 


8 

With  2  inches  of  concrete  below  the  ste&l,  the  total  depth  of  beam  is  thus  20.3 
inches. 

The  area  of  steel  from  formula  (4)  is  A  =  0.0077  X  8  X  18.3  =  i.i^  square  inches, 
thus  (from  table  page  574)  requiring  four  |-inch  round  bars,  or  their  equivalent. 

The  steel  and  concrete  stresses,  /^  and/^  and  ratio,  p,  are  interdependent 
and  for  any  values  of  f,  and  fc  there  is  always  a  corresponding  value  of 
p.  See  formula  (5),  page  354.)  With  /,  and  /.  given,  the  corregpondiDg 
ratio,  pt  must  never  be  exceeded,  else,  if  the  stress  in  the  steel  is  main- 
tained, the  stress  in  the  concrete  would  be  increased  beyond  the  permis- 
sible values  given  on  page  573.  « 

If  it  is  necessary  to  use  a  larger  ratio  of  steel  than  the  value  p  cor- 
responding to  the  required  stresses  and  at  the  same  time  maintain  the 
stress/,  the  excess  steel  must  be  balanced  by  compression  steel  as  dis- 
cussed on  page  493. 
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d   =  depth  of  beam  from  compressive  surface  to  center  of  steel  in  inches. 
k    =  ratio  of  depth  of  neutral  axis  to  depth  of  beam  d. 
j    =  ratio  of  distance  between  the  centers  of  coQipression  and  tension 
to  depth  of  beam,  d. 

jd=dli-'—j  =  distance  between  the  centers  of  compression  and  tension. 

As  =  area  of  cross-section  of  steel  in  square  inches. 

p   =  ratio  of  cross-section  of  steel  to  cross-section  of  beam  above  center 

of  gravity  of  steel. 
M  =  bending  moment  in  inch-pounds. 
n    =  ratio  of  modulus  of  elasticity  of  steel  to  concrete. 

Then 

P^TJ     (5)  k^^VpftViptii^-pn     (6)         7  =  1--    (6a) 

bd  3 

The  value  of  p  is  figured  first,  then  k  and  j  computed  or  taken  from 
Table  on  page  482,  and  substituted  in  equations  (7)  and  (8). 

For  rectangular  beams  designed  with  stresses  ordinarily  used,  the 
moment  arm,  jd^  is  about  |  d  and  the  above  formulas  may  be  expressed 
as 

f'  =  -rn  (7a)  /.  =  ^  (8a) 

Neither  the  allowable  tension  in  steel  nor  the  allowable  oompreflaioii 

in  concrete  should  be  exceeded.    Tables  for  determining  the  dimen- 

sions  and  loading  of  rectangular  beams  are  given  on  pages  576  to  578, 

and  the  methods  of  practical  computation  and  details  of  design  are 

illustrated  in  Example  8,  page  553.    T-beams  are  treated  on  page  487. 

The  selection  of  bending  moments  to  use  in  design  of  continnotu  beamf 
is  treated  on  page  510. 

DESIGN  OF  SLABS 

A  slab,  so  far  as  computation  is  concerned,  is  a  rectangular  beam. 
The  dimensions  and  stresses,  therefore,  can  be  obtained  by  the  formulas 
given  for  rectangular  beams. 

The  bending  moment  is  figured  for  a  definite  width  of  slab  so  that 
the  formula  for  depth  of  slab  can  be  simplified  by  combining  the  selected 
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value  €3i  b  ^  12  indies  with  Uie  oo«j?laiJts  given  for  rtciauguhr 
»,  changing  tormuks  as  given  l>elow.  In  tiue  fofnxuJa  for  required 
of  KUsel,  ><„  it  is  pjkost  ooiivenienl  to  stssume  a  width  of  slab,  b=  i 
indL  The  formula  theaa  gives  llie  area  of  sled  i>ej-  inch  of  width  of  th.e 
slab,  and  the  spaciE^  of  the  t>ars  can  l>e  readily  determiiaed  by  dividing 
iht  CTOBs  sectional  area  of  a  bar  by  the  deterniiacd  area  per  juach  of 
-width  of  Blab. 

Using  notation  on  page  484,  and  making 

M  ==  bending  moment  in  inch -pounds  per  foot  of  width  of  slab, 
As  =  area  of  steel  in  square  inches  per  inch  of  width, 
Ci  —  constant  based  on  these  units, 

the  formulas  (i)  and  (2),  change  to 

d  =  0.29  cVm  =  CiVm      (inches)  (9) 

As  =  pd    (per  inch  of  width)  (lo.i 

The  table  on  page  483  gives  the  values  of  constants,  C\ ,  for  concrete  of 
selected  proportions. 

For  1:2:4  tflserete,  ad^^ting  stresses  in  this  table,  the  formulas 


d  =  0.028V  M       (inches)  (ii' 

■As  =  0.0077  d     (per  inch  of  width)  (12) 

in  which  d  is  fomid  from  equation  r^gi.     J f  larger  depth  of  slab  is  u:>ed 
than  required  by  this  formula,  the  area  of  steel  may  be  found  from 

A^  = =   _  -  -         ip^.p  ijj^^j,  ^^^[  vvidth'  113 

i2jdjs        lo.sjsd 

The  use  of  these  formulas  is  illustrated  in  Example  8,  page  553. 

Table  7  on  page  582  gives  dimensions  and  reinforcement  for  slabs  for 
different  hve  loads  based  on  stress  in  concrete,/;  =  650,  stress  in  steel, 
/,  =  16  000,  and  ratio  of  elasticity,  ;/.  =  15. 

Slabs  which  are  contijiuous  over  the  supports,  such  u^  those  in  a  lloor  or 
in  a  buttressed  retaininj^  wall,  must  be  deigned  witli  provision  for  the 
negative  moment  at  die  supjx>rt>.  For  uniforniiy  loaded  spans  conthiu- 
ous  over  two  or  more  intermediate  supports,  a  moment  Af  =  j^i  wl'~  may 
be  used  both  in  the  center^s  of  tiie  ^pall^  and  also  at  the  bUjjports,  wiiile 
for  end  spans  a  mouient  M  ~   --^^  ivl^  i>  necc-^^ary. 

MoBMOtS  at  Support.  To  provitle  ft)r  the  moments  over  supports 
some  designers  bend  up  all  Uie  bars  near  tiie  ]  point,  but  a  better  way. 
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to  be  sure  that  no  point  in  tension  is  unprovided  with  steel,  is  to  bend 
up  one-half,  two-thirds  or  three-quarters  of  the  bars  and  run  them  over 
the  supports  allowing  the  remainder  to  continue  at  the  bottom  of  the 
slab.  To  provide  the  rest  of  the  steel  at  the  support,  the  bars  in  the 
adjoining  span  can  be  carried  back  over  the  support.  Where  the  bars 
are  so  long  as  to  extend  over  several  spans,  they  can  be  arranged  to  break 
joints  at  different  places,  and  so  keep  as  much  steel  over  top  of  supports 
as  at  center  of  span. 

The  bend  in  the  bars  should  be  near  the  J  points  in  the  span,  and 
usually  at  an  angle  of  about  30  degrees  with  the  horizontal.  Too  sharp 
an  angle  may  tend  to  crack  the  slab,  while,  on  the  other  hand,  they 
must  be  brought  to  the  top  of  the  slab  far  enough  from  the  support  to 
properly  provide  for  the  negative  moment. 

Tables  for  determining  dimensions  and  loading  of  slabs  can  be  found 
on  pages  579  to  582,  and  examples  and  details  of  design  are  given  on 
pages  552  to  557. 

Cross  Reinforcement  of  Slabs.  Cross  reinforcement,  that  is,  bars  at 
the  bottom  of  slab  at  right  angles  to  the  principal  bearing  rods,  is  cus- 
tomarily used  to  prevent  shrinkage  and  temperature  cracks.  The 
amount  of  steel  to  use  for  this  usually  is  selected  somewhat  arbitrarily, 
a  cross-sectional  area  of  bars  equivalent  to  0.2  per  cent,  to  0.3  per  cent. 
(p  =  0.002  to  0.003)  of  the  cross-section  of  the  floors  being  the  usual 
practice. 

Reinforcement  over  Girders.  The  top  of  the  slab  over  a  girder  or 
beam  which  is  parallel  to  the  principal  reinforcement  bars  should  be 
reinforced  transversely  not  only  for  stiffening  the  T-beam  (see  p.  418) 
but  also  to  provide  for  the  negative  bending  moment  produced  with  the 
bending  of  the  slab  next  to  the  beam  or  girder.  This  reinforcement  is 
also  necessary  even  when  the  beam  is  simply  a  small  stiffener.     (See 

p.  49I-) 

Computing  Ratio  of  Steel.    The  ratio  of  steel  in  a  slab  is  most  readily 

found  by  dividing  the  cross  section  of  one  bar  by  the  area  between  two 

bars,  this  area  being  the  spacing  of  the  bars  times  the  depth  of  steel 

below  top  of  slab.    For  example,  a  slab  with  steel  4  inches  below  the 

top  and  J  inch  round  bars  spaced  6  inches  apart  has  a  ratio, 

0.106  _  _  , 

P  = ^—  =  0.0082,  or  0.82  per  cent  steel. 

4X6 

Square  and  Oblong  Slabs  Supported  by  Four  Beams.  When  a  slab 
is  supported  by  four  beams  and  its  length  does  not  exceed  i^  times  its 
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selecting  final  depth  of  beam  and  breadth  of  stem,  b',  see  that  the  com- 
pression  in  concrete  and  the  shear  do  not  exceed  the  allowable  working 
stress  (pages  588  and  489) .  Figure  amount  of  tension  steel  (formula  (20) 
p.  491).  For  large  beams,  a  saving  in  steel  may  be  eflFected  by  using  the 
more  exact  formulas.  In  such  case,  preliminary  -4,  for  k  and  z  may  be 
found  from  formula  (20)  and  final  As  from  formulas  (21)  to  (26)  page  357. 

To  Review  a  T-Beam.  Dimensions  are  given  and  the  stresses  are 
to  be  determined.  Determine  width  of  flange.  Find  compressive 
stresses  in  concrete  by  use  of  table  on  page  588. 

The  stresses  in  steel  may  be  found  from  formula  (20)  page  491. 

If  desired,  k  and  z  may  be  determined  from  formulas  (15)  and  (16) 
page  356,  and  then/^  and/,  from  (18)  and  (19)  page  357. 


T  Center  Line  of  Compreaalon 


-*♦ 


Fig.  148.— Section  of  T-Beam.     (See  p.  488.) 

Width  of  Flange.  The  width  of  the  slab,  b,  to  use  for  the  flange 
of  the  T-beam  in  compression  is  selected  somewhat  arbitrarily.  In  no 
case,  of  course,  can  it  be  taken  greater  than  the  distance  between  beams. 
The  Joint  Committee  has  recommended  the  following  rules,  which  are 
approved  by  the  authors,  for  the  width  of  slab  to  be  considered  effective: 

(a)  It  shall  not  exceed  one-fourth  of  the  span  length  of  the  beam; 

(b)  Its  overhanging  width,  on  either  side  of  the  web,  shall  not  exceed 
six  times  the  thickness  of  the  slab. 

(c)  It  must  not  exceed  the  distance  between  beams. 

This  practice  is  conservative.     (See  tests,  pages  415  to  418.) 
Beams  in  which  the  T-form  is  used  only  for  the  purpose  of  providing 
additional  compression  area  of  concrete  should  preferably  have  a  width 
of  flange  not  more  than  three  times  the  width  of  the  stem  and  a  thickness 
of  flange  not  less  than  one-third  of  the  depth  of  the  beam. 

Cross-section  of  Web  as  Determined  by  the  Diagonal  Tension.  The 
width  of  the  web  of  a  T-beam  is  governed  by  the  layout  of  the  tension 
bars  (see  p.  537)  and  by  the  shearing  stresses  (see  p.  515). 
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Fxample  3:    Given:  3f  =  i  200  000  inch  pounds,  /^  =  7So,/,  «  16  000,  »  =  15. 

Find  the  minimum  depth  if  it  is  desired  to  limit  compressive  steel  to  one-half  the  ten- 

p' 
sile  steel,  so  that  ~-  =  0.5. 

Pi 

Solution :    Assume  a  =  0.06.    From  Table  14,  page  589,  in  the  section  for  f^  = 
16  000  and  f  =  750,  find,  in  the  column  for  a  =  0.06,  the  value  of  p'  =  0.007  corre- 

sponding  to  Pi  =  0.014.    This  satisfies  the   requirement  that  -7-  ==  0.5.    Assuming 

Pi 
j  =  0.89  (it  is  not  necessary  to  be  very  exact  in  the  choice  of  j),  we  find  the  mini- 
mum depth  to  be 


mmunum 


.         \     M  I  I  200  000  /- —  ^  .    , 

o  =  •%/  -^ — 7-  =  -%/  — ;; — zz zz rz — :: =  V602  =  24.6  mches. 

\  jf>Pifs        \  0.89X10  X  0.014  X  16000       ^  ^ 

The  exact  value  of  j  from  Fonnula  (27),  page  496,  or  Diagram  i,  page  593,  is  0.885. 
This  does  not  change  the  minimum  depth  and  the  approximate  value  is  near  enough 

for  the  purpose.    The  exact  value  of  a  is  — -|-  »  0.061   also  near  enough  to  the  ap- 

24.0 

proximate  value. 

Economical  Depth  for  a  T-Beam.  Usually  a  greater  depth  than 
the  minimum  is  desirable  for  economy,  because  deepening  the  beam 
reduces  the  area  of  steel  proportionally.  Professors  Tumeaure  and 
Maurer*  analyze  the  depth  for  maximtim  economy  and  suggest  from  this 
the  most  economical  values. 

Using  the  notation  given  on  page  491  and 
r  =  ratio  of  cost  of  cubic  foot  of  steel  in  place  to  cubic  foot  of  concrete 
in  place,  the  economical  depth  is 

,-1  =  JZZ"  (,9) 

From  this  formula  the  most  suitable  depth  may  be  selected  after  two 
or  three  trial  computations  for  different  widths  of  stem.  The  ratio  of 
costs,  f ,  ranges  between  37  and  75.  For  concretef  in  place  at  20  cents 
per  cubic  foot,  and  steelf  in  place  at  3  cents  per  pound,  or  1470  cents  per 
cubic  foot,  the  ratio  of  costs  is  74,  while  for  concrete  at  40  cents  per 
cubic  foot  and  steel  at  3  cents  per  pound,  this  value  will  be  reduced 
to  37.  In  calculations  where  no  unit  costs  are  given,  a  value  of  60  may 
be  selected  for  r. 

The  depth  of  the  T-beam  should  not  be  made  too  great  in  proportion 
to  the  breadth  of  stem.  Many  designers  make  the  ratio  of  the  depth  of 
a  T-beam  to  its  width  of  web  between  2  and  3.  For  very  deep  and  large 
beams  a  ratio  of  4  may  be  accepted;  while,  if  head  room  is  limited,  the 
depth  of  the  beam  fixed  and  the  width  of  stem  determined  by  area  re- 
quired for  shear,  the  ratio  may  be  even  less  than  2. 

*  Tumeaure  and  Maurer's  "  Principles  of  Reinforced  Construction,"  Second  Edition,  p.  ajS. 
t  The  cost  of  concrete  need  not  include  cost  of  form  construction  since  a  variation  in  depth  affects  this 
but  slightly.    To  the  actual  unit  cost  of  steel  add  25  to  40  per  cent  for  laps  and  stirrups. 
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DESIGN  OF  BEAMS  WITH  STEEL  IN  TOP  AND  BOTTOM 

In  the  chapter  on  theory,  page  358,  are  given  formulas  for  beams 
with  steel  in  top  and  bottom.  They  are,  however,  too  complicated  to 
use  conveniently  in  ordinary  design.  A  simplified  method,  devised  by 
Mr.  Edward  Smulski,  of  adapting  the  exact  formulas  to  practical  use  is 
given  below.  By  this  method  the  whole  process  of  design  is  clear  and 
can  be  readily  followed.  It  can  be  used  without  the  aid  of  tables  since 
the  corctants,  k,  j\  and  pj  for  the  customary  unit  stresses  can  be  easily 
remembered.  The  method  is  of  such  importance  in  relieving  one  of  the 
most  complicated  problems  in  reinforced  concrete  design  that  it  will  be 
demonstrated  by  two  examples. 

Determination  of  Ratio  of  Compressive  Steel,  p^  for  Given  Dimensions 
of  Beam  and  Area  of  Tensile  Steel. 

If  the  ratio  of  tension  steel  in  a  beam  is  larger  than  the  limiting  value 
p,  corresponding  to  the  allowable  working  stresses/,  and/c,  the  required 
ratio  of  compression  reinforcement  may  be  determined  as  follows: 

Let 
pi  =  ratio,  in  beams  with  steel  in  top  and  bottom,  of  cross-section  of 

steel  in  tension  to  cross  section  of  beam,  M. 
p  =  ratio,  in  beams  with  tensile  steel  only,  of  cross-section  of  steel  in 

tension  to  cross-section  of  beam,  bd. 
p'  —  ratio  of  cross-section  of  steel  in  compression  to  cross-section  of 

beam,  bd. 
k  =  ratio  of  depth  of  neutral  axis  to  depth  of  steel  in  tension. 
a  =    ratio  of  depth  of  compressive  steel  to  depth  of  beam. 

Formula  33,  page  359,  for  pi  consists  of  two  terms.    The  first  term, 

— -,  is  identical  with  formula  (6),  page  354,  for  the  ratio,  p,  cor- 

2n  (i  —  k) 

responding  to  the  allowable  stresses  /,  and  fc  given  on  page  482  for 

beams  without  compression  steel  so  that  formula  (33)  becomes 

Pi  =  P  +  P'  : 

1  —  k 

From  which  we  get 

p'  =  (pi  -  p)   I (21) 

This  equation  gives  the  required  ratio*  of  compressive  steel  if  certain 

*  That  is,  ratio  of  cross  section  of  steel  to  cross-sectional  area  of  beam  disregarding  any  projectinir 
flanges  which  are  in  tension. 
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from  the  center  of  gravity  of  the  triangle  to  the  center  of  tensile  steel. 
By  multiplying  the  compressive  stresses  in  steel  by  the  distance  from 
center  of  compressive  steel  to  center  of  tensile  steel,  we  get  the  addi- 
tional moment  of  resistance  produced  by  the  use  of  extra  tensile  steel 
and  the  compressive  steel.  This  principle  may  be  used  to  simplify  the 
designing  of  beams  with  steel  in  top  and  bottom. 

Let 
A,   =  area  of  cross-section  of  tensile  steel  in  beam  under  consideration. 

As  =  pbd  =  area*  of  tensile  steel  in  simple  beam  for  which  steel  and 
concrete  are  stressed  to  given  allowable  stresses,/,  and/^. 

p  =  ratio*  of  cross-section  of  steel  in  tension  to  cross-section  of  beam 
above  this  steel,  in  beam  with  tensile  steel  only. 

k  =  ratio  of  depth  of  neutral  axis  to  depth  of  steel  in  tension. 

As  =  As  —  As  =  extra  tensile  steel  in  beam  with  steel  in  top  and  bot- 
tom to  be  balanced  by  compression  steel. 

As  =  area  of  compression  steel  required  to  balance  extra  tensile  steel. 

Ml  =  moment  of  resistance  or  bending  moment  in  general. 

M  =  moment  of  resistance  of  beam  without  compressive  reinforcement. 
The  moment  of  resistance  of  beam  without  compressive  reinforcement 

and  with  the  required  area  of  tensile  steel  as  given  on  page  354  is 

M  =  fsAJd  (see  p.  484)  in  which  Ag  =  pbd. 

If  the  dimensions  b  and  d  oi  a,  beam  are  limited  and  it  is  called^ 
to  resist  a  bending  moment  Mi  larger  than  the  moment  of  resistance 
given  above  of  a  simple  beam,  corresponding  to  the  allowable  unit 
stresses,  the  following  method  may  be  used  in  determining  the  required 
amount  of  tensile  and  compression  reinforcement. 

The  total  area  of  tensile  reinforcement  is 

As^  =  pbd+  As^  (22) 

The  difference  between  Mi  and  M  must  be  resisted  by  a  couple  formed 
by  stresses  in  extra  tensile  steel,  A^   —As  —  As  and  by  stress  in  com- 
pression steel,  A's. 
The  arm  of  this  couple  is  (f  (i— a). 
Therefore 

Mi-M^  AsJ{^-a)js  (23) 

*The  limiting  value  for  which  no  compression  steel  is  required. 
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Moment  Ann.  The  ratio  of  moment  arm  to  depth  of  beam  can  be 
determined  from  the  formula 

in  which  k  is  the  ratio  of  depth  of  neutral  axis  and  i  —  -  is  the  ra,tio 

3 
of  moment  arm  for  simple  beams  depending  upon  the  ra^tio  of  stress, 

~r.  The  diagram  on  page  593  gives  values  of  j  for  different  ratios  of 
-^  and  ^.  In  practice  a  value  for  j  of  0.89  may  be  assumed  and  the 
amount  of  tensile  steel  determined  from  A,  =  — .  After  obtainmg  the 

J"Js 

required  compressive  steel  the  value  of  j  may  be  corrected  by  ref er- 
ing  to  the  diagrams. 

DETAILS  OF  CONTDinOUS  BEABflS  AT  THE  SUPPORT. 

Jkngn  of  a  Oontiniioiia  Beam  at  the  SappoortL*  The  formulas  just 
given  and  the  diagram  on  pages  594  and  595,  for  beams  with  steel  in 
top  and  bottom  are  of  the  greatest  practical  use  in  designing  continuous 
beams  at  the  supports. 

In  the  past  too  little  attention  has  been  paid  to  the  details  '  '  forced 
concrete  beams  at  the  supports,  with  the  result  that  a  numi^ 
forced  concrete  structures  have  been  built  with  beams  and  girders  con- 
taining insufficient  steel  at  the  top  of  the  beam  over  the  supports  to  take 
the  pull  caused  by  the  n^ative  bending  moment,  and  insufficient  area 
of  concrete  to  take  the  compression.!  These  beams  not  only  fail  to  have 
the  required  factor  of  safety,  but  frequently  even  the  working  loadings 
cause  cracks  that  are  always  unsightly  and  sometimes  dangerous. 
Moisture  also  is  liable  to  penetrate  the  open  cracks  and  rust  the  steel. 

Just  as  much  care,  therefore,  is  necessary  in  designing  the  reinforced 
concrete  beam  at  the  supports  as  in  the  middle  of  the  span  Not  only 
the  tensile  stresses  in  the  steel  but  also  the  compressive  stresses  in  the 
concrete  must  be  figured. 

The  tendency  to  ovxrstress  the  concrete  at  the  supports  is  due  to  the 
T-beam  design.  In  a  T-beam,  at  the  center  of  the  span  the  portion  of 
the  slab  forming  the  flange  is  available  for  taking  compression.    At  the 


See  "Brndiwg  Moments  in  Continnoai  Rcialuiiied  CoocreCe  Beamft"  by  Sanfoid  E.  Tbompaoo.  n. 
Eugimmnut  Rtcard,  June  7,  X9Z3.  P-  6l9> 
t  See  p.  470. 
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supports,  hcfwever,  whpre  thr  fiPTifling  mornfnf  !■*  f.'if.wiv?-  fti'-  flnfip^  i< 
in  the  tenaiie  part  of  thef>f!amari'I  thcfimf.rf-ssTv^fir'-n  /^n-i'-t^  rrrfrflv 
of  the  part  of  the  *tp,m  Pielow  ihf  npntful  «Ki*.  (■'"(iillvr  it  i-;  nf|  'l-vtMf 
to  increase  the  comprf^iive  ar^a  ^y  minz  fompT''<';i\'C  Jtfftl. 

cuiT'-earjf  henriinij  mi-.n-:"-!!?*  'pp.  ^cj  fo  ^r.>?j.  nf2,^^(■"'  h^ri'iii-K  ryi'-'m-n' 
^lecreaaes  v«ry  r.ipirlly  srt  fhut  r>iily  *  vi-ry  ^horl-  ic-li'.Ti  <■■?  ,i  M-nn  i^^ 
iin.ler  maximum  strew,  fhns  p^rniinina:  :tt  fhi*  wipp'.rN  tliA  h^p  ^f  .1 
iiittiier  cnmprRssive  worltin^  itr'^i';  thi>n  !•;  'i'ip'i  in  (n«  fcnt'-r'  r%f  th- 
beam.  This  increase  may  hf.  t^'-^n  at  f  f  i-.,  r'li"-!!  rtiiii-oa  lii"  ^ttliv-i:.!- 
woriini^atrpRSit  t:hesui>i>irr  7  jC.  ;>aiht1«  p"r  i'|\i»r/'  inrli  T'lr  /--v>;>i'"i'] 
ciincrere,  when  tlie  worI<ing  'iti-.*5<i  in  ilic  C'nfr  r.f  ih-  'v-r-i  i"  ('i;f> 
pduniis. 

Even  wtli  this  ailni-anrc,  hAtr,.v-.r,   it   :•;  nfi-n    h—y^:^: ■^-,<,-n-« 

■ipKraai  pmviBiiins,  tu  'ni'pn  tViP  ;ti-.'==''^  ■'^'".liu  ■r.i'-'v-ii.';;  li'-M-' 

Cmymwia  Steri  at  tfas  Snpport    F-.-oiifi>i:y,i.^ii<u.'>'f)  --.^ ^.■.-,.:.;- 

:irra  ;s  ^^lv[(tt-f^  i)-  -;i.-f!  .n  -tip  -•omi>'-.';=i'-"  ;)irf  -if  ''■*■  'f-r-i  >'  ■"'■"!■ 
case  -Jie  'ifani  .mist  -ir  .-.itT=t'(.-ri-r|  :,i>'i  r.,r„.,.,i^/|  .,<i  r.>;-f'ir.-v|  ,,t  !l.^ 
•nn   inc!    lortiim.       T.ip  ■■tii-f.'w'Tii-^a    it   -r.'^!  >  .-,,r..T,-...-;,,f,    ,.,,  .,.,..,. 

.-olLjrr.r.s.  .is  -vil  .ts    inili    it^ms    mMi    .t<-.-l  In   :>-o    "■'(    i','!'."'  'v-  ,) 
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Depth  oi  Beam  Increaaed  by  a  Haunch.  Another  method  of  pro- 
viding additional  compression  area  is  by  increasing  the  depth  of  the 
beam  at  the  support  by  a  flat  haunch.  The  increased  depth  may  be 
obtained  by  assuming  a  new  depth  and  then,  with  the  aid  of  the  diagrams 
on  pages  594  and  595,  determining  whether  the  stresses  do  not  exceed 
the  specified  limit.    This  is  illustrated  in  the  example  on  page  556. 

Under  ordinary  conditions  the  computation  need  be  made  only  at  one 
point,  that  is,  next  to  the  support,  since  the  point  to  end  the  slope  can 
be  readily  figured  from  the  following  formula : 

For  a  uniformly  loaded  beam,  let 
Ml,  =  negative  bending  moment  next  to  the  support. 
M,  =  moment  of  resistance  of  the  inverted  T-beam  without  the  haunch, 

governed  by  the  concrete. 
X     =  length  of  haimch. 
/      =  span  of  beam. 

X  =: (approximately)*  (28) 

S       Mb 

An  illustration  of  the  use  of  this  formula  is  given  in  Example  8,  page  556. 

Tension  Steel  at  the  Support  For  reinforced  concrete  beams  designed 
for  a  negative  bending  moment  at  the  support  equal  to  the  positive 
bending  moment  at  the  center  of  the  span,  there  are  two  common 
ways  of  arranging  the  details  so  as  to  bring  the  same  amount  of  tensile 
.einforcement  at  both  places. 

The  first  method,  most  commonly  used,  is  to  bend  about  one-haU 
of  the  horizontal  steel,  carry  it  at  an  angle  to  the  top  of  the  beam,  and 
then  horizontally  towards  and  over  the  support.  When  bending  the 
bars,  determine,  from  the  diagrams,  pages  535  to  536,  from  the  positive 
bending  moment  where  the  bars  may  be  bent  up  and  from  the  negative 
bending  moment  where  they  are  required  over  the  support.  Then 
bend  the  bars  in  places  where  they  would  be  most  useful  as  web  rein- 
forcement, keeping  in  mind,  however,  that  their  main  purp)ose  is  to  pro- 
vide negative  moment  reinforcement.  The  bent  bars  are  carried  across 
the  support  a  sufficient  distance  to  provide  anchorage  by  bond  and  also 
to  serve  as  tension  steel  in  the  adjacent  span.    If  this  amount  of  steel 

*  This  formula  is  based  upon  the  fact  that  the  point  of  zero  moment  is  at  approximately  ^  of  the 
span,  and  from  the  curves  of  bending  moment  on  p.  505,  it  is  evident  that  the  variation  in  the  moment 
between  the  support  and  the  ^  point  b  very  nearly  a  straight  line.  Hence  the  difference  between  the  bend- 
ing moment  and  the  moment  of  resistance  is  in  approximately  the  same  ratio  to  the  bending  moment 
as  is  the  ratio  of  the  distance  from  the  point  where  the  haunch  is  needed  to  the  point  of  zero  bending 
moment.  When  the  point  of  zero  moment  is  not  approximately  at  i  span  the  fraction  may  be  altcfcd 
accordingly- 
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is  not  suffident,  TR'iuch  may  iiap]>ejQ  vv'jbieu  tiw;  adjoiijjjig  &p<aAfi  are  jiot 
of  the  same  strejogtii,  additional  short  bars  may  be  introduced,  'i'iiib 
arraiigemeiit  has  the  advautage  that  all  the  bars  are  eabily  kept  hi 
place,  and  besides,  tlie  bent  bars  ser\'e  as  diagonal  tension  reinforceuient. 

In  the  second  method,  which  is  sometimes  employed,  all  bottom 
bars  are  carried  straight.  Some  of  them  are  carried  the  whole  length  of 
the  beam  to  proxade  compressive  remforcement,  and  the  rest  are  cut 
short  at  places  where,  due  to  the  decrease  of  tlie  beiidiiig  monient,  as 
determined  from  page  ^i(j,  a  smaller  amount  of  steel  ib  sufficient.  'J  he 
Oars  to  be  cut  must  be  extended,  however,  beyond  the  theoretical  points 
and  must  be  hooked  at  the  ends  or  otherwise  anchored  to  prevent 
slipping.  Only  a  small  proportion  of  the  steel,  preferably  one  bar  at 
a  time,  should  be  cut  so  as  not  to  transfer  suddenly  a  large  stress  to  the 
remaining  bars.  In  the  top  of  the  beam  over  the  support,  a  separate 
set  of  straight  bars  is  introduced,  which  extends  both  wavb  from  the  sup- 
port inli»  the  beams  a  distance  equal  to  about  \  of  the  span.  Although 
tnis  method  has  the  advantage  that  just  enough  steel  is  used  in  the  cen- 
ter and  at  tiie  sujjports.  and  the  labor  of  bendiiig  bars  ib  saved,  it  is  not 
recommended  because  it  is  difhcuit  \i\  construction  to  avoid  displacement 
of  bars. 

Am^hiw \m^  of  fiaxB  at  tbie  Bapports.  In  ilxed  and  canthever  beams, 
tnt  maximum  tenshv  stress  in  reinforcing  bars  exists  at  the  point  of 
suT-)i)ort,  and  the  steel  must  be  anchored  in  the  support  sulhcienti>' 
t«  >  u»jveiop  this  stress.  Thib  niiiy  t>e  done  by  extending  the  steel  over  the 
sujiport  a  sufijcienl  ien«:th  to  develop  trie  stress  by  bond  (see  p.  5^9. 
Howtfver.  where  this  ib  in!posbiDk%  as  at  the  wall  hne  h.  a  buiiding  <^r  iji 
a  retaininjr  waK,  tlitr  ancnorage  should  ixt  providec^  by  a  hook,preietabiy 
curved. of  sufhcient  strengti;  to  deveioj>  tije  stress  «j>.  540;.  Tne  hoo*: 
must  be  placed  deep  enough  to  avoid  danger  of  breaKing  or  sheariiig 
•:»fT  o*'  the  concrete. 

JDIZCT  OF  YABTDIG  MOMSVT  OF  IH2ETIA  UP05  TH£ 

JDBaPUiG  MOlUSirT 

A5  tne  oendinr:  niument  ir  a  eontuiuuu^  bean:  oeptrnd^  upui.  il^jno- 
ment  o:'  uiertiL,  it  wil.  vary  with  tn*j  xanatioi:  ii  th*.-  muinent  of  in- 
ertia. In  a  remit >rced  cuncrei*:'  bear.,  tiie  moment  of  inertia  ib  \ery  sei- 
U'ln'  constant  for  tne  wjioi*-  it-nj^lh  of  a  contijiuou^  bean:.  L^jjcclahy 
1"-  this  true  of  1  -i>eanib  ani  L»eanib  prt»videu  wiUi  haujiciieb. 

A  tnorougii  sluoy  dv ti»e  autnor^n-  uihtfreni  conuuion  ,jiuvve\e',&hov\.^ 
tnal  a  variation  in  tne  monien;  o!  hie'^Liu  in  a  oean  ,  a>  gieat  a-  i>  poaiJ- 
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ble  in  ordinary  design,  causes  a  variation  in  bending  moment  of  less  than 
lo  per  cent.  Under  most  conditions,  the  variation  is  even  smaller.  Con- 
sequently a  continuous  beam  may  be  designed  safely  with  the  bendbg 
moment  reconmiended/on  page  510. 

SPAir  OP  A  CONTIinJOUS  BEAM  OB  SLAB 

• 

It  is  customary  to  consider  the  span  of  a  continuous  beam  or  slab  as 
the  distance  between  the  centers  of  its  supports.  In  general  this  is  the 
simplest  plan  to  follow  and  one  which  is  always  on  the  side  of  safety.  If 
the  support  is  exceptionally  wide,  as  when  a  slab  runs  into  a  wide  beam, 
or  a  beam  or  girder  into  a  large  colunm,  the  length  of  the  span  may  be 
considered  arbitrarily  as  the  clear  span  plus  the  depth  of  the  beam  or 
slab. 

DISTBTBITTIOIf  OF  SLAB  LOAD  TO  THE  STTPPOETnTCf  BEAMS 

If  slabs  are  reinforced  in  both  directions,  the  loads  carried  to  the  beams 
supporting  them  will  not  be  uniformly  distributed  over  the  length  of  the 
beam,  but  may  be  assumed  to  vary  in  accordance  with  the  ordinates  of 
a  triangle. 

Assuming  that  the  slab  transmits  a  load  to  its  nearer  support,  we  have 
the  following  formulas  for  determining  the  moment  to  use  in  computing 
the  long  and  the  short  supporting  beams. 

Let 
//    =  the  longer  span  of  a  rectangular  slab  in  feet. 
/,    =  the  shorter  span  of  the  slab  in  feet. 
w  =  load  per  linear  foot  of  beam  if  the  slab  is  considered  as  supported 

by  longer  beams  only. 
Af/=  bending  moment  in  foot  pounds  of  longer  beam. 
Ms=  bending  moment  in  foot  pounds  of  shorter  beam. 

Then  the  moments  of  the  two  beams,  assuming  them  as  freely  sup- 
ported, are  found  by  the  application  of  simple  mechanics,  to  be 

Mi  =^wl^  (i  -  -4)     (29)       and    Ms  =  (^  wl,' )  ±       (30) 
8        \         3^/'/  VS         /3 

For  continuous  or  fixed  beams  the  fraction  \  may  be  changed  to  yV 
or  tV 
Formula  (30)  does  not  apply  to  girders  supporting  one  or  more  beams. 
This  case  is  treated  imder  the  heading  which  follows. 
The  following  example  illustrates  the  use  of  the  formulas: 
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hxatnpir  6:  What  wil:  !>•  tin  Uriidiu;.''  luoiiierii.'  in  tii«  twd  cuntinuou^  bcariir^ 
:>upportuii:  ail  oblouL'  panel  Ine  icnj^iu  01  v^llM./;  is  om  anc.  oiiu-iiUHrLc  Ui«,*  mcautii 
AH':  whicii  id  reiniortecl  so  as  to  iraubmit  iL^  loar!  U)l:i  way.-:" 

Soiuiti/n:     Usint'  -,'.  i.'/-'  fur  Uic  contiiiut>u-  i>c<iJii-  iu?il«a'l  (>f  ^  ur/'  and  >ul>stauUiii( : 

•        .  /  '  I.  ;    -\  >o       '- 

1.  \  /-       /         9i>-       ' 

I  -     -  •  5 
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!IQN  OF  JCBAM  AND  SLAB  LOADS  TO  GIKDERS 


Wkcnone  or  more  l.»eams  run  into  a  girder,  tiu'  i<»aa  u|>oii  Xiv:  girder  coij 
sist^  of  liie  concentrated  live  and  dead  loads  ironi  tin.'  l>eani.^  actiii;^  at  tucir 
i«jiiit^  <.»f  inierbectioi.  wit;:  tii'-  girder,  tiie  uniiornuy  di-slriuuleu  wci^m  o! 
ine  giraer  iihe::,  an  1  lii'-*  uiLsymnietrKaiiy  di:3triuuiea  weigiit  of  a  siuaii  jx^r- 
uon  cf  liie  lioor  hiab,  wil/i  iii  live  load,  waicn  bears  directly  upon  Uiegiruer. 
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Fig.  x4^. — Distribuuon  of  Infaiu  and  blab  Loads  to  Girder,  {^e  j.  s-i.) 


lo  avoid  tile  compuiaiiun  ('i  »ever..i  monjeni^,  a  ^eiie^  of  studio  iiave 
LK?cn  made  by  tiie  auiiiors  l^r  diiierent  condiiiuii",  and  it  iid^^  ixcii  found 
inat  tiie  maximum  bendii!'4  nionjcnt  iA  a  girder  may  W  oi/taiiieo  v\i.iiout 
ajnjreciabie  error  i)y  con.siaerii;g,a5  a  uniiormiy  dj^lnuuit  1  i.^a.j,tiic  wcignt 
•  !  tiie  firder  plus  tne  weigf:t  <\  ^lab  and  iis  ii\e  iua'.,  i<'r  au  aita  viiu.^e 
tength  is  tne  iengiii  of  lue  girdei  and  wiiu>e  wiaiQ  i.-  ti-L  aveiarc  itn^i:!  ( f 
i!.e  ueams  running  from  ed«  i:  m«  e  inio  li  e  girder.  'J  \.^  ^^iWi  .,•  Iiic>l  load^ 
(livided  i'V  tne  iengtii  *i  Ii-l-  gii»j*  r  j^ivts  a  uniiurm.;  ui.-inuuiri  i^aj  i.t 
wiiith  tile  ordinan*  formula  ntuy  ir  um.- 1. 

Taus  in  Fig.  14^,  insieau  01  tumpuiajg  Uic  moment  i»n  tie  t>*ivjci  ai»  Uie 
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sum  Qt  the  moments  produced  by  loads  of  the  triangles,  a  b  c,  plus  the  cor- 
ceutrated  loads  from  the  beams  at  c,  the  entire  load  d  d  d  d  may  be 
considered  as  uniformly  distributed  over  the  girder  in  the  length  ct  a. 

With  only  one  condition  is  there  an  appreciable  variation  from  the  exact 
maximum  moment,  and  this  is  a  case  where  two  beams  run  into  a  girder  at 
the  one-  third  points*  Here  the  maximum  moment  obtained  by  the  uniformly 
distributed  method  gives  slighdy  too  conservative  resuits>  and  may  be 
reduced  by  io%. 

Moments  in  a  girder  other  than  tiie  maximum  must  be  computed  for 
individual  conditions* 

Bending  moments  and  shearing  forces  have  to  be  computed  so  frequently 
m  reinforced  concrete  de^gti  that  the  more  common  rules  and  formulas 
are  given  here  and,  besides  this  elemental  matter,  diagrams  are  pre- 
sented for  estimating  the  moments  and  shears  in  various  kinds  of  loading, 
and  recommendations  are  made  for  the  computation  of  bending  moments 
in  design.     Shear  and  diagonal  tendon  in  beams  are  taken  up  at  lengtix. 

Suift  tor  Tlnd  BMctumfr  ski>  SkipQttrtft.  The  reaction  at  a  support  mu^  be 
found  in  order  to  determine  the  bending  moment  The  sum  of  the  upward 
forces,  which  in  ordinary  beams  are  the  reactions  at  the  supports*  is  equal 
to  the  sum  of  ail  the  downward  vertical  forces  or  loads*  In  a  simple  beam 
supported  or  fixed  at  the  two  ends,  the  reaction  at  either  end  is  found  bv 
taking  moments  of  ail  forces  about  the  other  support  and  solving  for  the 
reaction  desired. 

Expressed  as  a  formula,  if 

R  =  desired  reaction. 

P  ■=  any  vertical  load. 

I  —  span. 

X  —  distance  of  load  from  the  support  at  which  the  reaction  is  desired* 

-i'  =  sum,  u^g  —  for  downward  and  -h  for  upward  forces^  then 

IPil-x) 

Exam4>le  /?  In  Fig.  150.  where  there  is  a  uniform  load  over  the  entire  .span 
and  also  concentrated  loads P^  =•  200  rind  P^  =»  350  at  the  i  pomts,  what 
is  the  left  reaction? 

(200    X  S^    -L    (:-o   ^^  4)   4-  (100  X   12)6 
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The  dfiterminatioxi  of  reactions  and  moments  of  continuous  beams  is 
leCerred  to  on  pa^  sio* 


r\  -  SOO  LB  P,- 9S0  LB. 


^rr.- 


tQO  LB.  PER  FT. 


UMIFORM 


^FT.- 


LOAD 


■42 


Rf«aO  LB.  Rr  BOO  LB. 

F^.  Z50. — Beam  Loaded  with  DisLribuLed  and  CuncentraLed  Loads. 

{See  pp.  509  and  510.) 


Bole  to  Find  Bending  Moment  at  Any  Point  in  a  Beam.  Consider  either 
side  of  the  vertical  section  passing  through  the  point  and  disregard  the  other 
side.  Multiply  each  load  and  reaction  by  its  average  distance  from  the 
section  and  add  the  products,  taking  loads  acting  downward  as  negative 
and  tho6e  acting  upward  as  positive. 

This  sum  is  the  bending  moment  at  the  section. 

Moments  in  English  measiu-e  are  usually  taken  in  inch -pounds.  Hence, 
the  distance  must  be  in  inches  and  the  weights  in  pounds. 

Eaeample  8:  In  Pig.  150  what  is  the  bending  moment  in  inch-pounds  at  the 
middle  of  the  span  ? 

SobUion:  M  -i^,  (6  X  i2)-P,  (2  X  i2)-(ioo  X  6)  X  3  X  12  »  34  800 inch 
pounds. 

Bale  to  Find  Sliear  at  any  Point  in  Beam.  Consider  either  side  of  the 
section  passing  through  the  point  and  disregard  the  other  side.  Add  the 
loads  and  reactions,  taking  the  loads  acting  downward  as  negative  and 
those  acting  upward,  such  as  a  reaction,  as  positive.  The  sum  is  the  shear 
at  the  section. 

Epcatnple  g:  In  Fig.  150  what  is  the  shear  at  the  left  support  and  at  the 
center? 

suction:  Ri  —  850  pounds  at  left  support  and  at  the  center  the  shear  is 
Ri—  P — (100  X  6)  —  50  pounds. 

Table  of  (hnunon  Bending  Moments  and  Shearing  Forces.  The  fol- 
lowing table  for  convenient  reference  gives  values  of  the  shearing  forces  and 
bending  moments  for  common  cases.  The  values  for  external  forces  are 
independent  of  the  structure  of  the  beam. 
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Bending  Moments  and  Shearing  Forces.* 


Loadinc. 

Section 
CJonaidered. 

Shearing  Force. 

Bending  Moment. 

Description. 

At  distance 

z 

from  support. 

Greatest. 

At  distance 

X 

from  support. 

Greatest. 

Beam  fixed 
at  one  end, 
unsupport-l 
edatother.J 

Beam  sup- 
ported at  - 
x)th  ends. 

At  end 
Uniform. 

* 

At 
middle.  -1 

Uniform. 

At  dis-  . 
tance  a  ' 

from 
^  support. 

'  Between 
support 

and 
middle. 

Beyond 
middle. 

'  Between 

support 

and  load. 

Beyond 
load. 

W 

?(■-) 

W 

a 

W 

W  (1  -  a) 

1 

Wa 
1 

W 
W 

w 

a 

W 

a 

WO -a) 
"1 

Wa 

r 

w  0  -  x) 

w 

W  0  -  a) 

1         ^ 

Wl 

Wl 

a 

Wl 

4 

Wl 

8 

VVa(l-a) 

1 

*  W  ■■  total  load;  1  "■  span;  x  "•distance  of  section  considered  from  support.  If  moment  is  in 
inch  pounds,  1  and  x  must  be  in  inches  and  W  in  pound**.  If  load  is  aistributed  so  as  to  be 
in  terms  of  weight  per  unit  length,  substitute  wl  for  W  in  the  formulas. 

Table  of  Moments  of  Inertia.  The  table  on  page  509  gives  the  moment 
of  inertia  for  beams  of  a  few  sections  which  might  be  used  in  concrete  con- 
struction. The  reinforcement,  if  any,  may  be  considered  as  replaced  by  an 
area  of  concrete  which  is  the  area  of  the  steel  times  the  ratio  of  elasticity, 
n,  and  is  located  at  the  same  distance  from  the  neutral  axis. 


SHEAR  AND  BENDING  MOMENT  DIAGRAMS 

The  diagrams  in  Figs.  151  to  154  pages  505  to  508  give  bending  mo- 
ments and  shears  for  beams  continuous  over  two,  three,  and  four  spans. 
Beams  with  free  ends  and  with  fixed  ends  are  shown  separately.  In 
using  the  diagrams  with  fixed  ends  it  must  be  remembered  that  in  prac- 
tice beams  are  hardly  ever  positively  fixed  at  the  wall  supports.  (See 
p.  513.)  Positions  of  the  loads  were  selected  giving  absolute  maximum 
bending  moments  in  the  center  of  the  spans  and  at  the  supports 
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FlQ.  153. — Bending  Moments  and  Shears  for  Continuous  Beams,  Eistributd 
Loads.    (Stt  p.  504.) 
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respectively.  The  cases  chosen  are  sufficiently  representative  to  be 
used  without  appreciable  error  as  maximum  and  minimum  \'alues  for 
beams  of  any  number  of  spans  and  any  distribution  of  uniform  loading. 
As  staled  with  the  diagrams,  the  curves  are  all  drawn  to  scale  on  cross- 
section  ruling  so  that  proportionate  values  may  be  read.  The  loads  are 
given  in  terms  of  u\  the  load  per  unit  of  length.  The  horizontal  scale 
has  ten  divisions  per  span  so  that  the  moments  and  shears  can  ba  read- 


Fi<i.  154.— Bending  Moments  and  Shears  for  Continuous  Beams,  Concentrated 
Loads.     (5m  p.  508.) 

ily  estimated  at  any  jjoint.  The  values  which  are  printed  for  the  bend- 
ing moments  are  in  common  fractions  for  convenience  of  comparison, 
although  in  order  to  scale  them  they  must  be  changed  from  the  common 
fraction  to  a  decimal.  Each  vertical  division  for  the  bending  moment 
scale  represents  o.oi  and  for  the  shear  scale  represents  o.i.  Bearing 
this  in  mind,  the  bending  moment  and  shear  can  be  scaled  at  any  part 
of  the  span. 

Concentrated  loads  are  treated  in  Fig.  154,  the  loads  being  located 
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at  the  quarter  points,  middle  points,  and  third  points  respectively. 
This  diagram  is  of  special  use  in  studying  girders  supporting  cross 
beams.  The  stresses  are  computed  for  a  beam  of  four  spans  and  as 
the  curves  are  symmetrical  at  each  end,  the  diagram  is  broken  in  two, 
one-half  being  shown  with  fixed  end  and  the  other  half  with  end  sup- 
ported. The  results  with  a  larger  nimiber  of  spans  will  not  be  ap- 
preciably different. 

The  vertical  scale  for  concentrated  loading  is  0.05  per  division  for  bend- 
ing moments  and  0.2  per  division  for  shears. 

The  concentrated  loads  are  given  in  terms  of  W,  the  load  which  is  con- 
centrated at  each  point. 

The  continuous  beam  is  statically  indeterminate,  so  that  the  moments 
and  i:eactions  have  to  be  found  by  the  theory  of  flexure,  using  the  form- 
ula of  three  moments  first  evolved  by  Clayperon.* 

In  applying  this  to  the  various  cases,  the  assumption  is  made  that  the 
moment  of  inertia  of  the  beam  is  constant  throughout  its  length.  While 
this  is  not  strictly  true,  extensive  studies  of  various  cases  in  reinforced  con- 
crete show  that  a  large  change  in  the  moment  of  inertia  makes  a  very  small 
change  in  the  bending  moment,  so  that  the  relations  are  substantially 
correct  until  a  member  enters  a  much  larger  member.     (See  p.  499.) 

BEHDIHO  MOMEKTS  TO  USE  IN  DESIGN  OF  EEIKEOBGED  BEAMS 

Tests  in  the  laboratory  and  on  actual  structures  show  that  a  reinforced 
concrete  beam  built  continuous  over  several  supports  and  properly 
reinforced  for  the  positive  as  well  as  the  negative  bending  moment  acts 
as  continuous  and  may  be  designed  as  continuous. 

The  bending  moment  for  any  span  of  a  continuous  beam  depends  not 
only  upon  its  length  and  loading  but  also  upon  the  number  of  spans  in 
the  beam,  their  relative  lengths,  and  the  condition  of  loading  in  the  re- 
maining spans.  In  building  construction  the  loadings  are  indefinite  so 
that  instead  of  refined  and  laborious  computations  the  following  rules 
are  recommended  as  safe  for  ordinary  beams  designed  for  imiformly 
distributed  loading. 

Let 
M  =  bending  moment  in  inch-pounds. 
w  =  load  uniformly  distributed  in  pounds  per  inch  of  length. 
/     =  length  of  beam  in  inches. 

Then 

(a)  For  beams  continuous  over  two  or  more  intermediate  supports, 

*  See  Lanza's  "Applied  Mechanics." 
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the  bending  moment  at  the  center  and  at  the  support  for  interior  spans, 

shall  be  taken  at  — ,  and  for  end  spans  at    -    for  the  center  and  the 

12  10 

adjoining  support,  for  both  dead  and  live  loads. 

(b)  For  beams  continuous  for  two  spans  only  the  bending  moment 

wP 
at  the  central  support  shall  be  taken  as        and  near  the  middle  of  the 

o 

span,  as  _. 

When  the  end  of  the  above  beam  is  monolithic  with  the  column  and 

provided  with  negative  bending  moment  reinforcement,  the  bending 

wP 
moment  at  the  central  support  may  be  taken  as  —  and  near  the  middle 

10 

wP, 
of  the  span  as  —  instead  of  the  bending  moments  specified  above. 

12 

(c)  At  the  ends  of  continuous  beams  running  into  a  colunm  provision 
shall  be  made  for  the  negative  bending  moment,  the  amount  of  which 
will  depend  upon  the  condition  of  fixedness. 

In  any  case  provision  should  be  made  for  at  least  a  bending  moment 

wP  wP 

— .     In  ordinarv  cases  —  should  be  used.     Where  beams  run  mto  very 

20  16 

heavy  columns  or  piers,  use  —  .     (See  also  p.  513.) 

12 

(d)  For  spans  of  unusual  length,  more  exact  calculations  shall  be 
made.  Also  for  beams  designed  for  special  concentrated  or  moving 
loads,  as  in  bridges,  the  bending  moment  shall  be  determined  separately 
for  the  dead  load  and  the  most  imfavorable  position  of  the  live  load. 

Even  if  the  center  of  the  span  is  designed  for  a  larger  bending  moment 
than  is  recommended,  the  negative  bending  moment  shall  not  be  taken 
at  less  than  the  values  called  for  above.* 

The  above  bending  moments  are  recommended  only  for  cases  where 
spans  are  equal  or  nearly  equal.  Where  the  difference  in  length  of  spans 
equals  about  60  %  of  the  longest  span,  special  computations  should  be 
made. 

For  a  beam  consisting  of  3  spans  in  which  the  two  end  spans  are 
equal  and  the  center  span  is  a  fraction  (between  0.25  and  0.40)  of  the 
end  span,  the  following  bending  moments  should  be  used:t 

*  In  the  Turner-Carter  test  on  the  completed  building  Uige  compressive  stresses  developed  at  the 
support  although  the  beams  were  designed  as  freely  supported.     (See  page  47 1 .) 

t  See  "Design and  Construction  of  the  Massachusetts  Institute  of  Technology"  by  Saoford  E.  Thomp- 
ton.  Journal  American  Concrete  Institute,  July  igis.  PP-  383  and  s&q. 
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Center  of  the  end  span 

Central  support 

Center  of  the  center  span, 

Positive  bending  moment 


TVP 

II 

II 

wP 

60 


Negative  bending  moment     —  — 

20 

In  the  above  formulas  /  is  the  length  of  the  end  span. 

The  negative  bending  moment  reinforcement  in  the  center  span  must 

extend  over  the  whole  span.    The  amount,  however,  can  be  varied 

according  to  a  straight  line  from  a  maximum  at  the  support  to  a  mini- 

miun  in  the  center;  otherwise,  the  negative  bending  moment  from  the 

long  span  would  be  transferred  to  the  column. 

wP 
The  value  of  —  for  the  bending  moment  for  interior  spans  in  building 

construction  has  been  widely  adopted  in  Continental  Europe.    However, 

it  is  absolutely  necessary,  when  designing  by  this  formula,  that  the  beam 

be  really  continuous  both  in  design  and  construction;  that  the  stresses 

due  to  negative  bending  moment  at  the  support  be  provided  for;  that 

the  steel  be  accurately  located;  and  that,  to  obtain  the  best  workmanship, 

the  concrete  be  laid  by  a  responsible  builder  and  superintended  by  a 

man  experienced  in  concrete  construction. 

An  examination  of  the  bending  moment  diagrams  (Figs.  151  to  153) 

will  show  that  under  these  conditions  the  value  is  conservative.    For 

uniformly  distributed  load  extending  over  all  spans,  the  positive  bending 

wP 
moment  does  not,  except  in  the  end  spans,  exceed  —  and  for  the  most 

24 

unfavorable  panel  loading  it  is  for  the  middle  of  a  span . 

Many  of  the  building  laws  in  the  United  States,  to  provide  for  the 

possibility  of  poor  construction  or  unforeseen  conditions,  give  the  more 

wP 
conservative  figure,  M  =  — .    For  this  reason  and  a^o  because  other 

10 

assumptions  may  be  provided  for  by  multiplying  by  a  decimal,  this 

value  is  used  in  many  of  the  tables  in  this  book,  and  in  fact  it  is  advised 

for  constructors  who  are  not  thoroughly  familiar  with  reinforced  concrete. 

The  same  diagrams  all  show  that  the  negative  bending  moments 
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spandrel  load.  This  may  be  either  of  the  same  sign  as  the  bending 
moment  from  the  end  beam,  in  which  case  it  should  be  added  to  it,  or 
of  opposite  sign,  when  it  should  be  subtracted  in  determining  the 
resultant  moment. 

The  bending  moment  in  the  wall  column  due  to  the  end  beam  may  be 
determined  as  follows: 

For  top  story  colunms  consider  the  bending  moment  in  the  end  beam 
at  the  wall  column  (see  table  p.  515)  to  be  resisted  by  the  colunm  just 
below  the  beam.  This  bending  moment  is  negative,  i.e.,  it  produces 
tension  on  the  outside  face  of  the  column. 

For  lower  stories  consider  half  of  the  bending  moment  to  be  resisted 
by  the  column  above  the  beam  and  the  remaining  half  by  the  colunm 
below  the  beam.  The  bending  moment  above  the  beam  is  positive  and 
produces  tension  at  the  inside  column  face  but  below  the  beam  it  is 
negative  as  before. 

Sometimes,  to  reduce  the  size  of  the  top  column,  a  joint  is  made  at 
the  under  side  of  the  beam,  and  the  column  reinforcement  at  the  out- 
side face  is  stopped  there  so  as  not  to  transmit  any  bending  moment 
from  the  beam  to  the  colunm.  In  such  cases,  however,  the  load  from 
the  beam  must  be  considered  as  applied  at  the  middle  third  of  the 
column  section. 

Allowable  Unit  Stresses.  The  maximum  allowable  combined  stresses 
in  the  columns  due  to  flexure  and  direct  stress  may  be  assumed  much 
larger  than  the  allowable  stresses  for  direct  compression  only,  because 
the  stresses  are  in  the  nature  of  fiber  stresses,  that  is,  they  are  not  uni- 
formly distributed  over  the  whole  cross-section,  but  are  a  maximum  at 
the  edge  and  decrease  according  to  a  straight  line.  The  bending  mo- 
ment also  decreases  rapidly,  and  therefore  the  maximum  stress  acts 
only  in  a  short  length  and  on  a  small  part  of  the  cross-section.  The  same 
unit  stresses,  therefore,  may  be  allowed  as  in  a  beam  at  the  support, 
i.e.,  15%  above  the  regular  fiber  unit  stress,  with  the  understanding, 
however,  that  the  uniform  stress  caused  by  the  superimposed  load  alone 
does  not  exceed  the  allowable  unit  stress  or  axial  loading. 

To  Design  End  Beams  and  Wall  Colunms.  The  table  on  page  515 
gives  values  of  the  coefiicient  a  in  the  formula  M  =  awP, 

The  coefiicients  in  the  table  were  computed  by  the  theory  of  least 
work  and  are  given  for  different  conditions  occurring  in  practice.  As  is 
evident  from  the  table,  the  coeflScients  depend  upon  the  ratio  of  the 
moment  of  inertia  of  the  beam  and  the  column  and  also  upon  the  ratio 
of  the  length  of  beam  to  the  height  of  column. 
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515 


I>esign  the  end  beam  at  the  wall  support  for  total  liending  Moment 
'*At  Wall  Column." 

In  the  top  story  column  consider  Bending  Moment  *'At  Wall  Column" 
as  resisted  by  the  column  just  below  the  beam. 

In  lower  stories  consider  half  01  this  bending  resisted  by  column  above 
and  half  by  column  below  the  beam. 

In  the  table  below  let 


moment  of  inertia  of  beam. 
-moment  of  inertia  of  column. 

—  =  ratio  of  moments  of  inertia 


Ii 
I 

I. 

I 


■■  length  of  beam, 
height  of  column. 

—  =  ratio  of  length  to  height 


h 
I 


Mi 


7£/  =  uniform  load  per  linear  foot  of  beam. 

/  Coejficienis  a  jor  End  Beams  Cmuiecied  With  Wall  Columns. 
To  be  used  in  Formula  M  =  awl^ 

Bv  Edvvard  Smulski. 


2i 
1 


O.fi 

I 

o 

4 

10 


Ratio  of  haaglh  ol  Beam  to  licighi  of  Column. 


|I>cndin^  Moment  I  liendiiic  Moment,l>endin(;  MumentjLendmg  Moment|Bendmg  Moment 
in  Lnd  Beam,    i     m  Lnd  Bcim.         in  End  Beam,    i    in  Lnd  Beam  in  End  Beam 


I  At  Wair 
iCoiumu.. 


At  Cen 
ler  and 


At  Cen-' 


At  Wall 


I  ler  and 

at 


Inleriori*-^^'^""^  I  Inlerior 
Column  .Luiumii. 


I  At  Wall 

iLuiumn  , 


1  . 


1  'J 

'.- 
1  : 

"1  ■■ 

'i  > 


1  L 

1  . 

1  - 

1   ! 

1  I- 


1  .< 
1  .T 


I  At  Cen- 
ter and 

<■- 1 
Interior 

JLoiumn 


1 : 

_  i 

1 1 


At  Walli 
Culumn 


At  C  en- 
ter and 

at       ; 
j  Intrriori 
Column 


At  Wail 

Coiumii 


_1 

1  ' 

1  -J 

J 

1  i 

12 

1  .'. 

12 

1 

1  •> 

Vi? 

■* 

A 

r,'- 

1  1 

1  ;i 

1 

1  i 


At  C  en- 
ter .uid 

at 
Interior 
'Column 


li 
i"^5 

1  1 


NoiB — b«Dding  moment  m  beam  at  vrah  column  and  mlerior  column,  negative. 
Beading  moment  iu  center  of  ocarn,  positive 
Bending  moment  in  column  below  beam,  ncKS-tive — above  beam,  positive. 


VERTICAL  AND  HOBIZONTAL  SHEABINa  STRESSES 


Concrete  is  strong  in  direct  shear  (see  p.  337;  and  capable  of  stand- 
ing a  working  shearing  stress  of  at  least  200  pounds  per  square  inch, 
so  that  a  concrete  girder  or  beam  or  slab  always  has  suiTicient  area  of 
section  to  withstand  this  direct  shearing  stress.  However,  since  the 
direct  shearing  stress  is  a  measure  of  diagonal  tenbion  i^^ee  p.  516)3 
which  is  excessive  when  tlie  direct  shearing  stress  is  comparative  low, 
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it  must  always  be  computed  in  a  beam  or  girder  for  use  in  the  com- 
putation of  diagonal  stresses,  as  described  on  page  517. 

The  shear  is  a  maximum  at  the  support,  where  it  is  equal  to  the  reac- 
tion. Maximum  shears  for  various  loads  are  given  in  the  diagram  (Figs. 
151  to  154,  pages  505  to  508),  in  terms  of  the  loads.  While  with  uni- 
form or  symmetrical  loading  the  reaction,  and  therefore  the  maximum 
shear,  is  one-half  the  total  load  upon  the  beam,  it  will  be  noticed  from 
the  diagram  that  where  the  end  beams,  in  a  series  of  continuous  beams, 
are  supported,  which  is  very  nearly  the  case  when  a  beam  rims  into  a 
light  wall  girder,  the  shear  at  the  first  support  away  from  the  end  may 
be  25  per  cent  greater  than  normal,  and  should  be  specially  provided  for 
in  cases  like  a  warehouse  where  the  full  live  load  is  liable  to  be  con- 
stantly maintained.  A  further  study  of  the  four  diagrams  (Figs.  151 
to  154,  pages  505  to  508)  will  illustrate  the  cases  where  allowance 
should  be  made. 

In  case  the  concrete  in  a  beam  or  slab  has  cracked  vertically  next 
to  the  support  because  of  accident  or  poor  design,  the  bearing  value 
of  the  horizontal  rods  may  have  to  be  estimated. 

Diagonal  Tension.  In  addition  to  vertical  and  horizontal  shear, 
concrete  beams  must  be  reinforced  for  diagonal  tension,  which  in  beams 
not  properly  designed  causes  diagonal  cracks  near  the  support.  Stir- 
rups and  bent  up  bars  are  both  effective  in  carrying  diagonal  tension. 
Since  these  cracks  frequently  start  from  tensile  cracks  forming  along 
the  bottom  of  simply  supported  beams  near  the  support,  it  is  neces- 
sary to  bend  up  only  a  part  of  the  tensile  reinforcement.  It  is  bad 
practice  to  bend  up  more  than  two-thirds  of  these  bars.  Similarly  in 
continuous  beams  the  tensile  steel  at  the  top  over  supports  must  be 
run  well  out  on  each  side  of  the  support.  For  more  complete  dis- 
cussion of  shearing  stresses  and  diagonal  tension,  see  Chapter  XX, 
page  362. 

Formulas  for  Shearing  Stresses  and  Diagonal  Tension.  A  convenient 
and  safe  method  of  determining  the  diagonal  tension  is  by  accepting 
for  its  measure  the  shearing  unit  stress,  as  discussed  on  page  365. 

Let 

V  =  total  shear  at  section  considered.     (Reaction  minus   the   loads 

between  the  support  and  the  section.) 
V  =  horizontal  (or  vertical)  shearing  unit  stress  at  section  considered. 
b  =  breadth  of  beam. 
b'  =  breadth  of  web  of  T-beam, 
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id  =  moment  arm  or  distance  between  center  of  compression  and  center 
of  tension  (approximateh-,  in  a  T-beam,  distance  between  center 
of  slab  and  sieelj. 

Z  =  total  shearjnj^  stress  or  diagonal  tension  in  a  given  length  of  beam,^. 

5  =  icngtli  of  the  portion  of  the  beam  considered. 

The  following  general  principles  and  formulas  are  discussed  on  pages 
102  to  375. 

In  the  upper  part  of  the  beam  the  horizontal  (or  vertical)  shearing 
stress  varies  according  to  a  parabola  from  zero  at  the  top  to  a  maxi- 
mum at  the  neutral  axis.  Below  the  neutral  axis  it  continues  constant 
(neglecting  the  tensile  strength  of  the  concrete)  to  the  bottom  of  the 
Deam.     (See  Fig.  103,  page  367.) 

The  fonnulas  for  the  unit  shearing  stress,  the  measure  of  diagonal 
tension,  are 

V  V 

V  =  --—  (32 )  I'or  T-beams  v  =  77-:-  (32a^ 

bjd  bjd 

The  vertical  and  horizontal  shearuig  unit  stresses  at  an\-  point  are 
equal. 

If  the  width  of  tlie  section  below  the  neutral  axis  is  not  constant,  the 
^heariiig  unit  stress  will  vary  inversely  with  the  width,  h.  The  minimum 
'•  must  be  taken  in  hguring  tiie  maximum  shearing  unit  stress  and  the 
maximum  diagonal  tension. 

In  continuous  T-beams,  near  the  support,  the  maxhnum  shearing  unit 
stress  will  be  in  the  st«n  right  under  tlie  flange.  The  shearing  stress 
and  diagonal  tension  in  tlie  plane  of  tensile  steel  is  small  because  the 
vidth,  6,  being  tlie  total  width  of  the  liaugc,  is  large. 

Bistribitiion  of  BMcmial  Tension  to  Concrete  and  Stirrups.  Both 
concrete  and  web  reinforcement  earn-  diagonal  tension  stress  and  as  a 
result  of  tests  it  may  be  assumed  iK.)x  design  purposes  that  web  reinforce- 
ment takes  two-thirds  and  the  concrete  one-third  ^^.see  p.  371).     Hence, 

i'>  the  distance  a,  tlie  web  remforcenient  resists,  tiie  force  ~  . ,.     Where 

tlie  unit  stress  does  not  exceed  tlie  ahowable  limit,  7',  all  stress  is  taken 
in'  the  concrete.     Other  assumi)tioiiS  are  discubsed  on  page  371. 

Area  and  Biiacing  of  Vertical  Stirrups.  Tiie  area  of  steel  and  the 
spacing  of  stirrups  may  be  found  by  placini^  the  force  to  be  resisted, 
as  given  above,  equal  to  the  workhig  strength  of  tiie  stirrups  in  tension. 
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Let 

X   =  distance  in  feet  from  left  support  to  point  at  which  required  spacing 

is  desired. 
Xi  =  distance  in  feet  from  left  support  to  point  beyond  which  stirrups 

are  unnecessary. 
/    =  span  of  beam  in  feet. 
w  =  uniform  load  in  pounds  per  foot. 

V  =  total  vertical  shear  in  pounds  at  section  x  feet  from  left  support. 

V  =  total  shearing  imit  stress  at  section  in  pounds  per  square  inch. 

v'  =  allowable  shearing  unit  stress  (or  diagonal  tension)  on  concrete 
alone. 

A,=  cross-sectional  area  of  all  legs  of  a  vertical  stirrup  in  square  inches. 
(In  a  U-stirrup  this  is  the  sum  of  the  area  of  the  two  legs.) 

/,  =  allowable  unit  stress  in  stirrups  in  pounds  per  square  inch. 

jd  =  distance  in  inches  from  center  of  compression  to  center  of  hori- 
zontal reinforcement.  (In  a  T-beam,  this  may  be  taken  as 
distance  between  center  of  slab  and  steel;  in  a  rectangular  beam, 
as  0.87  of  the  total  depth  to  steel.) 

b    =  breadth  of  beam  in  inches. 

b'  =  breadth  of  web  in  T-beam  in  inches. 

5    =  spacing  of  stirrups  in  inches  at  a  place  x  feet  from  left  support. 

Since  A^  is  the  area  of  all  legs  of  a  stirrup  resisting  diagonal  tension  in  a 
distance,  s,  and/,  is  the  tensile  strength  of  steel,  the  strength  of  the  stir- 
rup in  pull  is  -4/,.  The  area  of  stirrups  and  the  spacing  may  be  found 
as  follows: 

2   Vs  2   Vs 

The  diagonal  tension  to  be  resisted  is  — — -  •     Hence,  AJg= 7— , 

2^  jd  Z  jd 

and  we  get  by  solving  for  A,  and  5, 

^'  =  7  A  ^  (33)  and  5  =  i  -^  ^,  (33a) 

3  jsjd  2     Y 

These  formulas  are  recommended  by  the  authors,  but  formulas  for 
the  area  of  stirrups  and  spacing,  for  other  assumption  of  distribution 
of  diagonal  tension  between  stirrups  and  concrete  are  given  on  page  372. 

Uniforinly  Distributed  Loading.  For  uniformly  distributed  loading 
of  w  per  lin.  ft.,  the  shear  involving  diagonal  tension  at  any  point  dis- 

wl  w 

tant  from  the  support  is  7  =  —  —  w«  =  -  (/  —  2«),  which,  substi- 

tuted  above,  gives: 
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«K^)^  ^^^   ^=-#^^.     (34a) 

In  T-beams  use  width  of  web  V  in  place  of  b. 

Tables  9  and  10,  on  page  585  are  recommended  for  general  use. 

Stirrups  should  be  spaced  by  equation  (33a)  or  (34a)  up  to  a  sec- 
tion where  the  unit  shear  equals  the  working  shearing  strength  of  con- 
crete, bearing  in  mind,  however,  that  the  maximmn  spacing  should  not 
exceed  three-fourths  the  depth  of  the  beam.*  The  distance  from  the 
support  to  the  point  where  no  stirrups  are  required,  for  uniform  loading  isf 


■'-K-4) 


(35) 


From  the  above  formulas  it  is  evident  that  the  necessary  spacing  of  stir- 
rups is  inversely  proportional  to  the  total  shear  V  at  any  point  and  hence 
is  smallest  at  the  end  of  the  beam  and  increases  toward  its  middle. 

Many  constructors  advise  the  insertion  of  occasional  stirrups  through- 
out the  entire  length  of  the  beam  even  if  they  are  not  theoretically 
necessary. 

For  a  small  beam  where  the  stirrups  are  spaced  uniformly,  for  con- 
venience, only  the  minimum  value  of  s  needs  to  be  figured. 

Bent-Up  Bars  and  Inclined  Stirrups.  For  bent-up  bars  and  inclined 
stirrups  where  the  angle  of  inclination  is  38°  to  45°,  the  same  formulas 
as  given  above  may  be  used  with  the  modification  that  0.7  K  is  sub- 
stituted for  V.  The  areas  and  spacing  may  also  be  found  as  above  and 
then  the  area  of  stirrups  multiplied  by  0.7,  or  the  spacing  may  be 
divided  by  0.7. 

Usefulness  of  Web  Reinforcement.  Numerous  tests  have  demon- 
strated that  a  beam  properly  reinforced  with  stirrups  or  bent  bars  sus- 
tains three  or  four  times  as  much  load  as  the  same  beam  without  web 
reinforcement.  The  same  tests,  however,  show  that  the  web  reinforce- 
ment retards  the  appearance  of  first  diagonal  cracks  only  very  little  and 
that  the  web  reinforcement  does  not  get  any  stress  until  the  first  crack 
appears.  It  has  been  noticedj  also  that  under  working  loads  (that  is, 
before  the  diagonal  tension  exceeds  the  tensile  strength  of  the  concrete) 

*  1  he  Joint  Committee,  toi6,  reccomends  a  spacing  for  stirrups  of  one-half  the  depth  of  the  beam 
and  for  bent  bars,  of  three-fourths  of  the  depth. 

tThe  diagram  of  shearing  unit  stresses  is  a  triangle  (see  Fig.  i6o)  from  which  the  distance  x\  may 


Hh-') 


be  obtained  by  the  known  rule 5-1 xi]='V-r-v'.    Solved  for  xx  this  gives  the  above. 

X  Bulletin  No.  64,  University  of  Illinois,  Jan.  13,  1913. 
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the  beam  acts  similarly  to  a  homogeneous  beam,  and  as  would  be 
expected,  the  stress  in  the  stirrups  is  sometimes  compressive  instead  of 
tensile. 

Web  reinforcement  should  always  be  used  whether  or  not  diagonal 
stresses  are  likely  to  occur  under  working  loads.  In  beams  without 
stirrups,  final  failure  follows  closely  the  appearance  of  the  first  crack, 
while  with  beams  having  web  reinforcement,  stirrups  and  bent  bars  rep- 
resent a  factor  of  safety  which  allows  stressing  of  concrete  in  diagonal 
tension  up  to  its  ultimate  strength.  Under  working  loads  the  stirrups 
may  not  act,  but  in  case  of  overstressing,  due  to  faulty  construction  or 
to  occasional  excessive  loading,  the  stirrups  prevent  the  failure  of  the 
beam.  The  minute  cracks  that  may  open  are  not  dangerous  and  in 
many  cases  are  hardly  visible. 

Allowable  Unit  StreMea  The  following  imit  stresses  are  recommended 
for  concrete  testing  2  000  lb.  per  sq.  in.  in  compression  at  the  age  of 
28  days. 

(a)  In  a  beam  with  straight  bars  only,  the  maximum  shearing  imit 
stress  being  the  measure  of  diagonal  tension)  as  determined  from  f ormida 
(32)  must  not  exceed  40  lb.  per  sq.  in. 

{b)  In  fully  reinforced  beams,  the  shearing  imit  stress  (being  the  meas- 
ure of  diagonal  tension)  may  be  increased  to  three  times  the  shear 
allowed  with  straight  bars  only,  that  is,  to  120  lb.  per  sq.  in.  One-third 
of  this  may  be  allowed  on  the  concrete,  and  web  reinforcement  pro- 
vided for  the  remainder. 

These  values  most  be  used  in  detenninixi^  the  smallest  allowable  cross- 
sectional  area  of  a  beam. 

In  important  beams  and  in  beams  subject  to  dynamic  forces,  as  in 
bridges,  it  is  advisable  to  place  stirrups  the  whole  length  of  the  beam 
even  if  not  required  by  the  formulas. 

Web  Beinforcement  for  Continaoiis  Beams.  The  formulas  given 
above  are  based  upon  results  obtained  from  the  tests  of  simply  supported 
beams.    Their  use  also  for  continuous  beams  is  recommended. 

Methods  of  Web  Beinforcement  Web  reinforcement  may  be  in  the 
form  of  (a)  vertical  stirrups;  (b)  inclined  stirrups  or  bent-up  bars;  (c)  a 
combination  of  vertical  or  inclined  stirrups  and  bent-up  bars. 

The  most  appropriate  reinforcement  to  resist  diagonal  tension  stresses 
would  be  steel  bars  placed  in  the  direction  of  the  stress.  The  inclina- 
tion of  the  diagonal  tension  varies,  however,  in  different  parts  of  the  beam, 
being  steep  near  the  end  and  flattening  out  toward  the  center  of  the 
beam.    Since  it  is  impracticable  to  vary  the  inclination  of  the  stirrups, 
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when  inclined  stirrups  are  used,  they  are  placed  usually  at  about  40** 
with  the  horizontal.  Although  theoretically,  inclined  stirrups  are  supe- 
rior to  vertical  stirrups,  in  practise  they  are  less  adapted  for  use  as  web 
reinforcement  because  it  is  difficult  to  attach  them  properly  to  the  hori- 
2X>ntal  bars,  and  also  difficult  to  keep  them  in  place  during  construction. 
Bent-up  bars,  if  properly  distributed  and  inclined,  may  be  used  as 
web  reinforcement.  They  have  an  advantage  over  inclined  stirrups 
because  of  a  rigid  connection  to  the  tension  steel.  Adequate  anchorage, 
however,  must  be  provided  at  the  top.     In  practice  the  niunber  of 


zm 


Fig.  155. — ^Reinforcement  of  a  Continuous  Beam.     {See  p.  522.) 


bent  bars  is  apt  to  be  small  and  therefore  the  web  reinforcement  is 
concentrated  at  a  few  points  instead  of  distributed  through  the  length 
of  the  beam.  In  such  cases  bent-up  bars  alone  do  not  form  adequate 
web  reinforcement  and  stirrups  must  be  used  in  addition. 

Vertical  stirrups,  although  not  placed  in  the  direction  of  the  stress, 
resist  diagonal  tension  effectively.  They  are  secure  against  slipping  in 
a  horizontal  direction  and  are  easy  to  keep.in  position  during  construc- 
tion.   Their  number  and  spacing  can  be  varied  to  suit  conditions. 

The  most  effective  web  reinforcement  consists  of  a  combination  of  bent- 
up  bars  and  vertical  stirrups,  provided  they  are  designed  so  as  to  give 
proper  distribution  throughout  the  length  of  the  beam. 
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the  beam  acts  similarly  to  a  homogeneous  beam,  and  as  would  be 
expected,  the  stress  in  the  stirrups  is  sometimes  compressive  instead  of 
tensile. 

Web  reinforcement  should  always  be  used  whether  or  not  diagonal 
stresses  are  likely  to  occur  under  working  loads.  In  beams  without 
stirrups,  final  failure  follows  closely  the  appearance  of  the  first  crack, 
while  with  beams  having  web  reinforcement,  stirrups  and  bent  bars  rep- 
resent  a  factor  of  safety  which  allows  stressing  of  concrete  in  diagonal 
tension  up  to  its  ultimate  strength.  Under  working  loads  the  stirrups 
may  not  act,  but  in  case  of  overstressing,  due  to  faulty  construction  or 
to  occasional  excessive  loading,  the  stirrups  prevent  the  failure  of  the 
beam.  The  minute  cracks  that  may  open  are  not  dangerous  and  in 
many  cases  are  hardly  visible. 

Allowable  Unit  StreMea  The  following  unit  stresses  are  recommended 
for  concrete  testing  2  000  lb.  per  sq.  in.  in  compression  at  the  age  of 
28  days. 

(a)  In  a  beam  with  straight  bars  only,  the  maximimi  shearing  imit 
stress  being  the  measure  of  diagonal  tension)  as  determined  from  formula 
(32)  must  not  exceed  40  lb.  per  sq.  in. 

{b)  In  fully  reinforced  beams,  the  shearing  imit  stress  (being  the  meas- 
ure of  diagonal  tension)  may  be  increased  to  three  times  the  shear 
allowed  with  straight  bars  only,  that  is,  to  120  lb.  per  sq.  in.  One-third 
of  this  may  be  allowed  on  the  concrete,  and  web  reinforcement  pro- 
vided for  the  remainder. 

These  values  most  be  used  in  determining  the  smallest  allowable  cross- 
seotional  area  of  a  beam. 

In  important  beams  and  in  beams  subject  to  dynamic  forces,  as  in 
bridges,  it  is  advisable  to  place  stirrups  the  whole  length  of  the  beam 
even  if  not  required  by  the  formulas. 

Web  Reinforcement  for  Continaoas  Beams.  The  formulas  given 
above  are  based  upon  results  obtained  from  the  tests  of  simply  supported 
beams.    Their  use  also  for  continuous  beams  is  recommended. 

Methods  of  Web  Beinforcement  Web  reinforcement  may  be  in  the 
form  of  (a)  vertical  stirrups;  {b)  inclined  stirrups  or  bent-up  bars;  (c)  a 
combination  of  vertical  or  inclined  stirrups  and  bent-up  bars. 

The  most  appropriate  reinforcement  to  resist  diagonal  tension  stresses 
would  be  steel  bars  placed  in  the  direction  of  the  stress.  The  inclina- 
tion of  the  diagonal  tension  varies,  however,  in  different  parts  of  the  beam, 
being  steep  near  the  end  and  flattening  out  toward  the  center  of  the 
beam.    Since  it  is  impracticable  to  vary  the  inclination  of  the  stirrups, 
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when  inclined  stirrups  are  used,  they  are  placed  usually  at  about  40° 
with  the  horizontal.  Although  theoretically,  inclined  stirrups  are  supe- 
rior to  vertical  stirrups,  in  practise  they  are  less  adapted  for  use  as  web 
reinforcement  because  it  is  difl&cult  to  attach  them  properly  to  the  hori- 
zontal bars,  and  also  difficult  to  keep  them  in  place  during  construction. 
Bent-up  bars,  if  properly  distributed  and  inclined,  may  be  used  as 
web  reinforcement.  They  have  an  advantage  over  inclined  stirrups 
because  of  a  rigid  connection  to  the  tension  steel.  Adequate  anchorage, 
however,  must  be  provided  at  the  top.    In  practice  the  niunber  of 


zm. 


Fig.  155. — ^Reinforcement  of  a  Continuous  Beam.     {See  p.  522.) 


bent  bars  is  apt  to  be  small  and  therefore  the  web  reinforcement  is 
concentrated  at  a  few  points  instead  of  distributed  through  the  length 
of  the  beam.  In  such  cases  bent-up  bars  alone  do  not  form  adequate 
web  reinforcement  and  stirrups  must  be  used  in  addition. 

Vertical  stirrups,  although  not  placed  in  the  direction  of  the  stress, 
resist  diagonal  tension  effectively.  They  are  secure  against  slipping  in 
a  horizontal  direction  and  are  easy  to  keep.in  position  during  construc- 
tion.   Their  number  and  spacing  can  be  varied  to  suit  conditions. 

The  most  effective  web  reinforcement  consists  of  a  combination  of  bent- 
up  bars  and  vertical  stirrups,  provided  they  are  designed  so  as  to  give 
proper  distribution  throughout  the  length  of  the  beam. 
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Types  of  Shear  Beinforcement  Fig.  155  illustrates  diflFerent  types 
of  diagonal  tension  reinforcement,  showing  beams  reinforced  with 
stirrups  alone,  with  bent  bars,  and  with  a  combination  of  bent  bars  and 
stirrups.  The  method  of  providing  for  the  negative  bending  moment 
over  the  support  is  also  indicated. 

Fig.  156,  page  522,  shows  different  types  of  stirrups. 

Dlustration  of  Action  of  Web  Eeinforcement  Fig.  157  illustrates  the 
action  of  vertical  and  inclined  stirrups  in  a  simply  supported  beam. 
Stirrups  do  not  act  until  minute  cracks  open.  After  a  crack  forms,  as 
in  the  figure,  the  reaction  and  the  shear,  V,  tend  to  open  the  crack  and 
cause  failure  of  the  beam.    This  tendency  is  resisted  by  the  stirrups 
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Fig.  156. — ^Types  of  Stirrups.     (See  p.  522.) 


acting  in  tension.  Figure  157  also  represents  what  would  happen  if 
there  was  no  web  reinforcement.  Fig.  158  represents  the  action  of 
stirrups  in  a  continuous  beam.  It  may  be  noticed  that  the  stirrup 
gets  its  stress  at  the  top  instead  of  at  the  bottom. 

Design  of  Web  Reinforcement.  Slabs  and  rectangular  beams  can 
be  designed  so  that  the  diagonal  tension  does  not  exceed  40  lb.  In 
T-beams,  however,  it  is  always  advisable  from  an  economical  standpoint 
to  make  the  stem  as  narrow  as  possible,  and  therefore  it  is  usually  neces- 
sary to  strengthen  the  web  by  some  kind  of  web  reinforcement.  Web 
reinforcement  is  especially  essential  where  the  beams  are  subjected  to 
dynamic  action  caused  by  moving  loads,  as  in  bridge  design. 

General  principles  of  the  design  of  web  reinforcement  are  as  follows: 

(i)  The  web  reinforcement  must  be  securely  wired  to  the  tensile 
reinforcement  since  it  receives  its  maximum  stress  there.    (See  p.  523.) 

(2)  In  continuous  beams,  it  must  be  remembered,  the  stirrups  near 
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the  support  receive  their  stress  at  the  top  of  the  beam,  where  the  ten- 
sion steel  is  located,  instead  of  at  the  bottom  of  the  beam.     (See  p.  524.) 

(3)  Web  reinforcement  must  be  anchored  in  the  compressive  part  of 
the  beam  to  prevent  its  pulling  out  imder  stress.  Anchorage  may  be 
obtained  preferably  by  a  curved  hook,  or  if  feasible,  by  a  sufficient  length 
of  imbedment  in  the  concrete,  which  may  be  obtained  from  formula 
(39) »  P^gG  539)  taking  six-tenths  of  the  length  of  one  leg  as  effective 
in  bond.    Diameters  to  use  are  discussed  on  page  525. 


Free  end  of  stirrup  requiring  anchorage  to 
prevent  Its  pulling  out  due  to  force  acting  below. 

'Ni 


Neutral 


Diagonal 
crack  \, 


Direction  offeree  acting  on  stirrup. 


Shear  due  to  loads  and 
*  reaction  on  removed 
portion  of  beam  tending 
to  open  the  crack. 

Resisting  force  In  stirrup. 

Attached  end  of  stirrup 
receiving  the  stress. 


BEAM  WITH  VERTICAL  STIRRUPS 


BEAM  WITHOUT  WEB  REINFORCEMENT. 


Free  end  of  stirrup  requiring 
anchorage  to  prevent  its  pulling 
out  due  to  force  acting  below. 

Attached  end  of  stirrup 
receiving  the  stress. 


Shear  due  to  loads  and  reaction 
on  removed  portion  of  beam 
tending  to  open  the  crack. 

Diagonal  crack. 
Resisting  force  In  stirrup. 


Direction  of  force  acting  on  stirrup, 

Horrzontat  component  tending  to 
move  the  stirrup  horizcntally. 

BEAM  WITH  INCLINED  STIRRUPS, 

Fig.  157. — ^Action  of  Vertical  and  Inclined  Stirrups  in  Simply  Supported  Beams. 

{Sec  p.  522.) 

(4)  Bars  should  be  bent  at  an  angle  with  the  horizontal  not  greater 
than  45°  nor  less  than  30°  to  be  considered  effective  web  reinforcement. 

(5)  The  spacing  of  stirrups,  obtained  from  formulas  (33a)  and  (34a), 
pages  518  and  519,  to  be  effective,  must  not  exceed  three-quarters  the 
depth  of  beam. 

To  Design  Web  Reinforoement  Determine  the  maximum  total  shear, 
V  (see  p.  516)  and  from  this  the  shearing  imit  stress,  v.  See  that  v 
does  not  exceed  the  maximimi  allowable  stress.*     (See  p.  573.) 


*The  Joint  Committee,  1916,  recommends  for  bent  bars,  or  for  atirrups  simply  looped  about  the 
longitudinal  Feinfoioement,  stresses  i  less  than  normal. 
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Vertical  or  Inclined  Stirrups.  If  vertical  or  inclined  stirrups  only  are 
used,  determine  the  maxinium  diameter  of  stirrup.    (See  p.  525.) 

Select  the  diameter  and  shape  of  the  stirrup  so  that  the  minimum 
spacing  is  not  too  small  (preferably  not  less  than  six  inches),  and  the 
total  niunber  of  stirrups  in  a  beam  not  too  large.  Remember  that  the 
maximum  spacing  of  stirrups  in  the  part  of  beam  where  stirrups  are  re- 
quired must  not  exceed  three-quarters  of  the  depth  of  beam.  Use  the 
same  size  of  stirrups  and  the  same  design  for  the  whole  length  of  the 
beam  and  if  possible  for  all  similar  beams  in  the  entire  structure,  as  a 
variety  of  designs  may  lead  to  errors  and  confusion. 

Conmion  sizes  of  stirrup  bars  are  ^-inch,  f-inch,  y^-inch,  and  J-inch 
diameter  in  the  shape  of  a  U  with  the  free  ends  hooked. 

For  uniformly  loaded  beams,  vary  the  spacing  as  given  on  p.  526. 
The  number  and  the  spacing  of  stirrups  for  difiFerent  conditions  may 
be  taken  from  the  table  on  page  585. 
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Fig.  158. — Action  of  Stirrups  in  Continuous  Beams.    (See  p.  522.) 

For  concentrated  loads,  a  graphical  method  of  determining  the  spacing 
of  stirrups  is  the  most  satisfactory.    (See  p.  528.) 

Vertical  Stirrups  and  Bent-Up  Bars,  Determine  the  maximum  total 
shear,  V,  and  shearing  imit  stress,  v,  as  in  previous  case.     (See  p.  517.) 

Determine  the  niunber  of  bars  to  be  bent  and  the  places  where  the 
bends  can  be  made.    (See  p.  534.) 

Select  proper  diameter  of  stirrup  as  suggested  in  previous  case. 

For  imiformly  distributed  loading,  either  make  the  spacing  of  the 

stirrups  constant  and  vary  the  spacing  of  the  bent-up  bars,  or  make  the 

spacing  of  bent-up  bars  constant  and  vary  the  spacing  of  stirrups. 

Bemember  that  if  bent-up  bars  can  not  be  bent  in  places  where  they 
can  resist  diagonal  tension  or  are  bent  in  one  or  two  places  only,  their 
fall  vfdne  as  web  reinforcement  mnst  not  be  connted  upon.  Bent-up  bars 
may  be  considered  as  effective  web  reinforcement  for  a  distance  from 
the  point  of  bending-up  equal  to  three-fourths  of  the.  depth  of  the  beam* 
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Maximum  Diameter  of  Sound  or  Square  Stirrups  with  Straight  Buds.    {See  p.  525.) 
At  least  50%  Larger  Diameters  may  be  used  with  Hooked  Ends. 


VSKTICAL  STIREUPS. 

INCLINED  STIBRUPS. 

DEPTH  OF 
B1CAIf.<f. 

Allowabk  bond  unit  atren. 
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Diameter  of  Stirraps.  The  diameter  to  select  for  stirrups  is  governed 
by  the  limiting  spacing  of  the  stirrups  as  given  in  the  preceding 
paragraphs,  by  the  bond  of  the  stirrup  prongs,  and  by  convenience 
in  selecting  and  placing  the  reinforcement.  The  effective  length  of  the 
stirrup  prong  should  be  taken  less  than  the  total  length  because  of  the 
slight  change  in  the  intensity  of  shear  below  the  neutral  axis  and  because 
also  a  lower  bond  strength  may  be  expected  there. 

Tests  by  Prof.  Talbot  indicate  that  it  is  safe  to  use  up  to  at  least  six- 
tenths  of  the  total  length  of  the  stirrup  in  figuring  the  bond. 

The  maximiun  diameter  of  stirrups  with  straight  free  ends  which  can 
be  used  by  these  assumptions  without  danger  of  slipping,  as  determined 
by  the  bond,  is  given  in  the  table  above.  The  unit  stress  in  stirrups  is 
assiuned  at  i6  coo  poimds  per  square  inch. 

For  plain  bars,  the  bond  unit  stress  of  80  pounds  per  square  inch  may 
be  accepted  (see  p.  567.)  For  deformed  bars,  this  may  be  increased  to 
100  to  15b  pounds  per  square  inch  according  to  the  character  of  the  bar. 

It  is  evident  from  the  above  table  that  the  diameters  that  can  be 
used  with  straight  free  ends  are  smaller  than  practicable  in  most  cases. 
Consequently,  stirrups  should  be  made  with  hooked  ends. 

Tests  (p.  438)  indicate  that  a  right-angle  bend  of  5  diameters  or  a  semi- 
circular bend  of  similar  length  is  sufficient  to  stress  the  steel  to  its  elastic 
limit  provided  the  hook  is  well  imbedded  in  the  concrete  so  that  it  can- 
not kick  out.  As  a  more  conservative  recommendation  for  practice, 
stirrups  ranging  from  ^  inch  for  beams  10  inches  deep  up  to  f-inch 
for  40-inch  beams  are  advised  with  intermediate  sizes  for  intermediate 
depths. 
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QEAPmCAL  METHOD  OF  SPACDie  STTRSXTPS 

By  the  graphical  method,  lay  out  the  length  of  the  beam  to  scale 
and  plot  the  shearing  xmit  stresses  (which  are  accepted  as  measures  of 
diagonal  tension)  as  ordinates  in  the  re^)ective  points  of  the  beam.  The 
diagram  of  shearing  unit  stresses  is  similar  to  the  shear  diagram  so  that 
one  can  be  used  for  the  other  by  changing  the  scale. 

XTttifegaJy  Pigfaribated  Tiomting.  The  shear  is  the  maximum  at  the 
support  and  zero  at  the  center  so  that  the  figure  representing  the  shear 
(and  also  shearing  stresses)  will  be  a  triangle  as  shown  in  Fig.  159- 


FiG.  159. — Spacing  of  Vertical  Stirrups  for  Uniform  Load.     {See  p,  526.) 

Vertical  Stirrups.    Draw  shear  diagram  Fig.  159.    Determine  sec- 
tion where  total  diagonal  tension  is  resisted  by  concrete.    To  the  right 
of  C2  all  diagonal  tension  is  carried  by  concrete.    To  the  left;  two-thirds 
is  resisted  by  web  reinforcement,  and  one-third,  by  concrete. 
Mark  off  the  diagonal  tension  resisted  by  concrete  UiO^^u 
Find  the  total  amount  of  diagonal  tension  equal  to  the  area,  aaiCiC  times 

the  width  of  beam,  b. 
Required  number  of  stirrups  equals  the  total  diagonal  ten^n  divided  by 

safe  strength  of  one  stirrup  in  pull,  Asfs- 
Divide  area  aaiCiC  into  the  required  number  of  equal  divisions  in  the 

following  manner: 
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Draw  a  half  circle,  taking  ab  as  the  diameter.  With  t  as  a  center, 
and  ^r  as  radius,  draw  an  arc  till  it  intersects  with  the  half  circle  at  d. 
Erect  a  vertical  dd\  Divide  the  distance,  ad\  into  the  required  number 
of  equal  parts.  From  the  points  of  division,  drop  verticals  till  they 
intersect  with  the  circle,  thus  obtaining  points  e,  /,  g,  h.  With  ^  as  a 
center,  draw  arcs  till  they  intersect  with  the  line  ab  at  ci,/i,  gi,  and  hi. 
Verticals  erected  in  the  last  mentioned  points  divide  the  trapezoid  into 
the  reqinred  nimaber  of  parts.  The  stirrups  are  placed  in  the  center  of 
gra\'ity  of  the  divisions. 

Analytically  the  same  results  may  be  obtained  by  using  Table  10, 

p.  5^5- 

Inclined  Stirrups  or  Bent  Bars.     The  diagonal  tension  to  be  resisted 

and  the  spacing  may  be  determined  by  drawing  a  line  from  the  center 


Fir 


Fig.  160. — Spacing  of  Stirrups  and  Bent  Bars  for  Uniform  Loading.     {See  p,  528.) 

of  the  span  at  the  angle  of  inclination  of  the  stirrups  and  projecting  half 
of  the  sjMin  on  this  line.  With  this  new  line,  Cih,  as  a  basis,  one  may 
proceed  in  exactly  the  same  manner  as  in  the  pre\dous  case.  It  will 
be  foimd,  however,  that  for  the  same  conditions  the  points  of  spacing 
of  inclined  stirrups  on  the  neutral  axis  will  coincide  with  the  points 
obtained  by  the  method  suggested  for  vertical  stirrups.  The  same 
method,  therefore,  may  be  used  for  inclined  stirrups  as  for  vertical 
stirrups.  The  points  of  dix-ision  plotted  on  the  neutral  axis  will  giv^e 
the  point  of  intersection  of  inclined  stirrups  with  the  neutral  axis.  It 
must  be  remembered  that  the  actual  diagonal  tension  to  be  resisted 
by  the  inclined  stirrups  is  seven-tenths  of  that  to  be  resisted  by  verti- 
cal stirrups.  For  inclined  stirrups,  therefore,  the  area  aaic-^c  (Fig.  159) 
times  the  width  of  beam,  6,  must  be  multiplied  by  0.7. 
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Combination  of  Stirrups  and  Bent  Bars,  In  Fig  i6o  we  obtain  the 
trapezoid  to  be  resisted  by  the  web  reinforcement  in  the  same  way  as 
explained  in  connection  with  Fig.  159.  Knowing  the  number  and  the 
strength  of  the  bent  bars  in  pull,  we  may  mark  oflF  at  the  top  a  triangle 
of  diagonal  tension  that  can  be  resisted  by  the  bent  bars.  The  bottom 
part  of  the  trapezoid  then  represents  the  diagonal  tension  to  be  taken 
by  stirrups.  The  stirrups  may  be  spaced  uniformly,  and  the  spacing 
of  the  bent  bars  may  be  easily  determined  by  dividing  the  top  triangle 
into  the  required  number  of  parts,  as  explained  in  the  previous  example. 
If  the  bent  bars  cannot  be  bent  in  the  required  places,  or  if  they  are  bent 
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Fig.  161. — Spacing  of  Stirrups  for  Concentrated  Loads.     (See  p.  529.) 


in  one  place  only,  their  full  value  in  resisting  diagonal  tension  cannot 
be  counted  on  and  stirrups  must  be  used  instead. 

Concentrated  Loads.  For  concentrated  loads,  the  shear  diagram  (being 
a  measure  of  diagonal  tension)  obtained  by  plotting  the  shear  on  the 
length  of  the  beam  will  not  always  be  a  regular  figure,  as  it  depends 
upon  the  niunber  of  concentrated  loads  and  their  position. 

One  Load  Concentrated  in  the  Center,    In  this  case  the  shear  will  be 
uniform  for  the  whole  length  of  the  beam  (except  the  small  difference  in 
shear  caused  by  the  dead  load  of  the  beam).    After  determining  the 
shearing  unit  stress  and  selecting  the  kind  of  web  reinforcement,  deter 
mine  the  spacing  by  dividing  the  tensile  value  of  stirrup  by  the  shearing 
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unit  stress  times  the  width  of  the  beam.  The  spacing  then  will  be  \mi- 
form  throughout  the  beam. 

Loads  at  Third  Points.  In  this  case,  as  in  the  last,  the  spacing  of  stir- 
rups is  uniform.  The  stirrups,  however,  wiU  extend  only  from  the 
support  to  the  load.  No  stirrups  are  theoretically  necessary  in  the 
middle  third  of  the  beam. 

Concentrated  LoadSy  Irregularly  Spaced,  with  Uniform  Load.  Draw 
the  shear  diagram,  Fig.  161,  page  528,  (as  the  measure  of  diagonal  ten- 
sion) and  mark  ofE  the  amount  of  shearing  stress  that  can  be  taken  by 
the  concrete.  Then  from  the  figure,  starting  at  the  support,  determine 
and  mark  off  the  area  that  can  be  resisted  by  one  stirrup,  and  place  the 
first  stirrup  in  the  center  of  gravity  of  that  area.  Next  mark  off  the  area 
for  the  second  stirrup  and  place  the  stirrup  and  proceed  till  the  total 
area  is  provided  for.  This  method  although  the  simplest  that  can  be 
devised,  is  quite  laborious.  With  some  practice,  however,  it  is  possible 
to  divide  the  shear  diagram  into  equal  areas  without  much  figuring,  as 
illustrated  on  page  5  28.  After  the  diagram  is  drawn,  it  is  easy  to  find  the 
total  amount  of  shearing  stress  and  the  niunber  of  stirrups  required.  Then 
with  the  diagram  as  a  guide,  the  stirrups  may  be  placed  by  inspection. 

To  illustrate  the  method  more  clearly  the  detailed  computations  are 
given  for  the  number  and  the  spacing  of  stirrups  for  a  beam  20  feet  long, 
the  dimensions  of  which  are  h=iom.,d=2^in,Jd=22  in.,£^nd  the  load- 
ing as  shown  in  Fig.  161. 

Find  first  the  reaction  and  then  the  total  shear  at  points  a,  b,  c,  and 
d.  Dividing  the  total  shear  by  bjdy  which  in  this  case  is  10x22  =  220, 
we  get  the  shearing  unit  stresses  at  the  respective  points  as  follows: 

Total  shear.  Shearing  Unit  Stress. 

Point  Left  Right  Left  Right 

a 25  000  1 14 

b 24200  22000  no  100 

C .-20  200  5   200  92  23 

d 4000  —16000  18  —73 

e — 18  800  —21  800  —  86  —99 

/ —  23  000  — 104 

Lay  out  the  shear  diagram  as  in  Fig.  161. 

Find  section  where  concrete  can  resist  the  total  diagonal  tension  by 
drawing  a  horizontal  line  for  t;' = 40  lb.  .  At  the  left  end  of  the  beam,  this 
line  strikes  the  outline  at  g.  To  the  right  of  section  g  and  to  the  left 
of  d,  all  diagonal  tension  is  resisted  by  concrete,  and  to  the  left  of  point 
g  and  to  the  right  of  d,  one-third  is  resisted  by  concrete  and  two-thirds 
by  web  reinforcement. 
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Mark  oflf  the  one-third  area  resisted  by  concrete. 

Total  amount  of  diagonal  tension,  the  measiu'e  of  which  are  the  shear- 
ing stresses,  for  left  end  of  beam  equals  the  areas  aaiM  and  bbiCiC  times 
width,  b=io  inches. 

Areas  oa.W  +  bb^c^c  =  -(i^^±^)  X  24  +  ^(^^^)  X  60  = 

I  792  +  3  440  =  5  232  lb. 

Multiplying  by  ^=10,  we  obtain  52  320  lb. 

Using  i-inch  stirrups  with  two  legs,  area  -4,=  2X0.196= 0.392  and 

i4j/,= 0.392X16  000=6  272  lb. 

K2    '?20 

Nimiber  of  stirrups  N,  =  —  =  8.3     Use  9  stirrups. 

6  272 

By  trial,  starting  at  the  support,  find  shear  areas  on  diagram  equal  to 

the  resisting  value  of  stirrup  divided  by  6=  10,  or  627.2  lb.    This  may 

be  done  by  scaling  the  ordinates  above  the  line,  of,  and  dividing  627.2 

lb.  by  them. '  The  space  for  the  first  stirrup  would  be  about  9  inches,  so 

by  scaling  the  ordinate  distant  about  4  in.  from  a,  we  get  the  average 

627.2 
ordinate  equal  to  73  lb.    The  first  division,  — -^  =  8.6  inches  may  be 

73 

laid  off  and  the  stirrup  placed  in  the  middle.    Next  scale  an  ordinate 

4  inches  from  the  end  of  first  division  and  find  the  next  spacing. 

In  our  case,  as  the  effect  of  the  uniform  load  is  small,  we  may  simplify 
the  matter  by  considering  the  ordinates  in  the  portion  odiM  and  also  in 
bbiCiC  as  constant  and  finding  the  spacings  for  these  two  constant  values. 
Thus  we  find  the  spacing  in  portion  ab  to  be  8.5  inches,  and  in  portion 
be,  10.5  inches.  So  we  may  make  arbitrarily  3  spaces  8  inches  and  6 
spaces  at  10  inches,  giving  the  required  niunber  of  stirrups. 

The  same  method  may  be  used  in  determining  the  spacing  in  the  right 
end  of  the  beam.  The  shear  here  is  somewhat  smaller,  but  it  facilitates 
the  erection  to  adopt  the  same  spacing  at  both  ends.  Of  course  the 
stirrups  must  extend  to  the  point  d. 

Bent  Ban  or  Inclined  Stixrapa.  When  spacing  bent  bars  or  inclined 
stirrups  by  graphical  method,  we  may  proceed  as  in  previous  case 
except  that  the  total  amount  of  diagonal  tension  must  be  multiplied 
by  seven-tenths.  The  spacing  obtained  gives  the  points  of  intersec- 
tion of  stirrups  with  the  neutral  axis. 

If  a  combination  of  bent  bars  and  stirrups  is  used,  mark  off  on  the  dia- 
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gram  the  areas  allotted  to  the  bent  bars  and  the  stirrups  and  divide  each 
of  them  separately  into  the  required  number  of  spaces. 

STIBRUPS  FOR  MOYDia  LOADS 

For  beams  carr)dng  moving  loads,  as  bridges  and  crane  runways,  it  is 
necessary  to  determine  for  every  section  the  maximum  total  shear,  then 
draw  the  shear  diagram  and,  bearing  in  mind  that  shear  is  the  measure 
of  diagonal  tension,  space  the  stirrups  as  suggested  above.  For  heavy 
moving  loads,  it  is  advisable  to  add  a  certain  percentage  for  impact, 
depending  upon  the  character  of  the  structure,  the  loading,  and  the 


n 


(a) 


Fig.  162. — Shear  Diagram  for  Uniformly  Distributed  Moving  Load.     {See  p.  532.) 

relation  of  the  weight  of  the  structure  to  the  moving  load.  For  rail- 
road bridges  and  bridges  carrying  electric  cars,  the  ordinary  formulas 
may  be  used;  for  crane  nmways  and  highway  bridges,  from  25  to  50 
per  cent  should  be  added.     (See  Chapter  XXV.) 

Shear  Diagram  for  Uniformly  Distributed  Moving  Load.  Assume 
moving  load  w  per  lin.  ft. ;  then  the  maximxun  positive  shear  at  any 
section  occurs  when  the  load  extends  from  the  right  support  to  the 
section  under  consideration  and  the  portion  between  the  left  support  and 
the  section  is  imloaded.     (See  Fig.  162.) 
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The  general  equation  of  the  maximum  shear  then  is,  V  = 
This  is  an  equation  of  a  parabola. 


w 


(I  -  xy 


2/ 


For  X  =  o,  V  = 


— ;     f  or  a;  =  — ,  F  =  -T-  ;     f  or  «  =  /,  F  =  o. 
2   '  2  '  8 


To  the  shear  due  to  moving  toads,  the  shear  due  to  stationary  (dead) 
loads  must  be  added.  In  Fig.  162  the  diagrams  for  dead  and  live  loads 
are  drawn.  Line  (i)  gives  the  diagram  for  dead  load  only;  line  (2) 
for  moving  load  plus  impact  only;  and  line  (3)  for  the  sum  of  the  two. 

Stirrups  must  be  provided  for  the  simi  of  shears. 

As  the  moving  load  can  approach  from  either  end,  the  spacings  must 
be  made  the  same  for  both  ends. 


Fig.  163. — Shear  Diagram  for  Two  Moving  Loads  a  Constant  Distance  Apart.     (See 

P'  533.) 

Shear  Diagram  for  Two  Equal  Moving  Loads  a  Constant  Distance  Apart 

This  case  occurs  in  a  beam  carrying  cranes  and  in  highway  bridges, 
(see  p.  693.)  The  maximum  shear  is  obtained  by  placing  one  load 
at  the  section  considered.      A  general  equation  is: 


REINFORCED  CONCRETE  DESIGN  533 


Let 

P  =  concentrated  moving  load. 

e  =  constant  distance  between  the  loads  P. 


'-hi) 


V=2P ^-j — i^    or    pi-^L^^ — ^ioi  X  <  I  -  e,  and 

V  =  P—--ior  x>l-  e, 

r 

The  variation  in  shear  is  a  straight  line  for  both  equations.     W^ 
need  thus  to  determine  two  points.     (See  Fig.  163,  page  532.) 

2/  —  « 
7 


Maximum  shear  where  x  =  o  is  Fmax  ==  ^ = —  ^i^d 


shear  for  x  =  /—  «  is  V=  P-j. 

r 

With  these  two  values  we  may  draw  the  shear  diagram.  To  this  must 
be  added  the  shear  due  to  the  dead  load.  Having  drawn  the  shear  dia- 
gram, the  spacing  is  determined  as  in  previous  cases. 

For  bridge  design,  the  shear  may  be  foimd  as  given  in  Chapter  XXV 
on  Bridge  Design,  the  diagram  plotted  and  the  web  reinforcement  spaced 
as  suggested  above. 

BOHD  OF  STEEL  TO  GOV CEETE  IH  A  BEAM 

The  bonding  of  the  steel  to  the  concrete  is  discussed  on  page  429,  the 
values  being  based  on  the  resistance  to  slipping  of  a  steel  bar  imbedded 
in  concrete.  In  a  reinfbroed  concrete  beam  the  bond  of  the  steel  per  unit 
of  length  mut  not  exceed  its  safe  working  value.  The  concrete  sur- 
roimding  the  steel  acts  as  a  web  between  its  tensile  and  compressive 
parts,  and  the  pull  in  the  rods  as  it  becomes  less  and  less,  because  of  the 
reducing  bending  moment,  passes  into  the  beam,  thus  producing  a  bond 
stress  between  the  steel  and  the  concrete.  If  the  bond  is  insufficient  the 
rod  will  slip. 

Care  must  be  taken  that  the  size  of  horizontal  bars  in  a  beam  is  not  too 
large  to  give  sufficient  bond  surface  between  the  steel  and  the  concrete. 

Using  the  formula  suggested  by  Prof.  Talbot,*  let 

V  =  total  shear. 

V  =  shearing  imit  stress  in  lb.  per  sq.  in. 

u   =  bond  unit  stress  in  lb.  per  sq.  in.  of  surface  area  of  tension  steel. 
0    =  perimeter  of  bar  fii  inches. 

*  Bulledn  No.  4.  Univentty  of  UUncns.  1906,  p.  xg. 
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2o  =5  sum  of  perimeters  of  all  horizontal  tension  bars  at  section  consid- 
ered. 
jd  =  distance  between  centers  of  tension  and  compression. 
^    =  depth  from  surface  to  center  of  tension  steel. 

Then* 

V  V 

*  tt  =  -— —  (36)  and    So  =  ■— -  (36a) 

]d  Xo  jdu 

These  formulas  apply  to  tension  steel  only. 

The  unit  bond  stress  recommended  by  the  Joint  Conmiittee  for  con- 
crete whose  strength  is  2  000  pounds  at  28  days  is  80  poimds  per  square 
inch,  and  assuming  also  as  a  close  approximation  thsit  jd=i  d,  the  total 
perimeter  of  bars  which  is  required  at  any  point  of  a  beam  is 

2(7  =  -L  (37) 

jod 

The  bond  stresses  being  dependent  upon  the  shear  are,  in  a  uniformly 
loaded  beam,  the  maximum  at  the  supports  and  decrease  towards  the 
middle.  With  concentrated  loads,  the  maximum  bond  is  at  the  sup- 
port and  is  constant  between  the  support  and  the  nearest  load. 

In  continuous  beams  at  the  support,  this  formula  applies  to  the  top 
steel  which  is  in  tension. 

Special  attention  must  be  paid  to  bond  in  footings. 

POINTS  TO  BEND  HOEIZOlfTALlBEIHFOBCEMENT 

The  bending  moment  in  a  reinforced  concrete  beam  decreases  toward 
the  ends,  reducing  in  the  same  ratio  the  pull  in  the  tension  bars.  Since 
these  must  be  designed  to  take  the  maximum  moment  at  the  center  of 
the  beam,  the  steel  at  the  ends,  when  the  bars  are  carried  horizontally 
through  the  whole  length  of  the  beam,  is  stressed  away  below  its  working 
strength.  By  bending  up  a  part  of  the  bars  not  required  for  tension, 
the  inclined  portion  assists  in  providing  for  the  diagonal  tension,  and  by 
cjirrying  the  ends  horizontally  over  the  top  of  the  supports  the  tension 
due  to  negative  bending  moment  may  be  resisted  there. 

*  The  formula  may  be  derived  from  the  relation  of  the  bond  to  the  shear. 
The  tendency  to  slip,  or  the  bond  stress,  is  equal  to  the  shearing  stresses  at  the  plane  of  bars  be- 
cause both  are  caused  by  the  increment  of  the  moment  (see  p.  368).    Henoe  uXo'^  vb,  from  which,  since 

V    ^  V 

»  —  —  then  u  —  — zr 
kfd  idXo 
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The  points  where  the  bars  may  be  bent  may  be  obtained  analytically.* 
It  is  easier,  however,  to  obtain  them  graphically  by  means  of  the  bending 
moment  diagram.  For  imiformly  distributed  loads,  one  bending  mo- 
ment diagram  may  be  used  for  a  number  of  cases.  For  concentrated 
loads  diagrams  have  to  be  made  for  each  particular  case,  but  they  are 
quickly  drawn. 

Fig.  164  gives  the  bending  moment  diagram  for  simply  supported 
beams,  and  also  for  the  center  span  of  continuous  beams,  and  Fig.  165 
for  end  spans  of  continuous  beams.  It  may  be  noted  that  in  the  last 
two  cases  the  curves  for  the  negative  bending  moment  are  not  a  continua- 
tion of  the  positive  bending  moment  curves.  The  reason  for  this  is  that 
the  maximum  positive  bending  moment  is  obtained  for  different  posi- 
tions of  the  loading  than  the  maximum  negative  bending  moment  (see 

P-  504.) 


I 

A 

A 

2 

/ 

■•* 

■    y 

/ 

> 

00 
n 

0 

2 

/ 

0 

a 

0 

0 

0 
d 

X 

m 

m 

/ 

\ 

0 

0 

• 

0 



m 

CI 

m 

0 

• 
0 

• 

0 

0 

• 

0 

0 
0 

• 

0 

00 

/ 

\ 

0 

• 

0 

0 

■ 

0 

3 

tf 

\ 

^ 

'\ 

k. 

^^ 

a^v^^^^^^ 

B9 

o 
o 


Fig.  164. — Bending  Moment  Diagram  for  Simply  Supported  Beams  and  for 
Center  Span  of  Continuous  Beams.     {See  p.  535.) 

To  use  diagram  proceed  as  follows :  Suppose  that  a  beam  is  reinforced 
in  the  center  with  six  bars  of  the  same  diameter.  The  bending  moment 
resisted  by  each  bar  is  one-sixth  of  the  total  bending  moment.  Divide 
the  ordinate  of  the  maximimi  bending  moment  from  the  diagram  into 
six  equal  parts  and  draw  horizontal  lines  through  the  points  of  division 
(see  Fig.  164) ;  then,  the  distance  betw^een  two  successive  horizontal  lines 
will  give  the  amoimt  of  the  bending  moment  resisted  by  each  bar.  From 
the  diagram  we  see  that  if  the  required  number  of  bars  at  the  center  is 


*  Analytical  tseatment  as  given  in  editions  (rf  this  book  previous  to  19x6. 
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six,  only  five  are  needed  at  point  a,  four  at  point  b,  three  at  point  c,  and 
so  on. 

Points  a,  b,  c,  d,  are  theoretical  points  where  one,  two,  and  three  bars 
respectively  may  be  bent  without  overstressing  the  steel.  To  be  well 
on  the  side  of  safety,  it  is  advisable,  however,  to  carry  the  bars  beyond 
the  theoretical  points.  A  large  proportion  of  the  bars  must  not  be  bent 
at  one  place,  neither  must  the  angle  of  the  bend  be  too  steep.  If  the 
bars  are  bent  at  a  steep  angle  and  in  one  place,  they  suddenly  stop 
being  available  as  tensile  reinforcement,  and  the  stress  in  the  remaining 
part  will  be  increased  suddenly  with  a  consequent  cracking  of  the  beam 
at  the  point  where  the  bars  are  bent  up.  An  angle  of  40^  with  the  hori- 
zontal is  satisfactory. 


Fig.  165. — Bending  Moment  Diagram,  End  Span  of  Continuous  Beams.    {See  p.  535.) 


Having  determined  the  points  where  bars  may  be  bent  see  by  the  use 
of  formula  (39),  page  539,  that  they  are  secure  against  slipping. 

When  bars  are  cut  short  at  the  places  of  reduced  bending  moment, 
(see  p.  499)  care  must  be  taken  that  the  number  of  bars  to  be  cut  short 
at  one  point  be  small  (preferably  one  at  a  time)  and  the  place  where  each 
bar  is  cut  be  a  suflScient  length  distant  from  the  theoretical  point.  The 
short  bars  also  must  be  positively  anchored  to  the  remaining  reinforce- 
ment, or  else  to  the  concrete  above  the  bars  by  a  curved  hook,  or  by  some 
other  practical  method.  To  illustrate  the  danger  of  cutting  oflf  the  bars 
without  anchorage,  suppose  that  at  a  certain  point  we  have  four  bars 
and  the  figured  stress  in  each  of  them  at  this  point  is  8  000  pounds.  So 
far  as  the  allowable  stresses  in  steel  are  concerned,  two  bars  may  be 
omitted  at  this  point.    If  two  bars  are  cut  short  here,  we  would  have, 


EUM^ORCLD  CO^CKETE  VLSJCN  53; 

theorcticaD}-.  in  tht  long  bars  at  the  right  of  tht  point,  a  st^  l,^  ^i  ^  00c 
pounds,  and  ai  the  ieil,  16  ooopoundt.  At  the  ex*  -ena  enot  of  tue  siiV'l 
bars,  there  wouid  exist  at  uuuaianced  stresb  of  b  00  ^  pouiiOb.  At  lijt;r< 
is  no  provisioL  ior  tht  iaT:gt  increase  11  sUebfc  of  the  loiiKer  bart  iUiO  ijO 
means  of  transierring  tiie  sires£«  ironi  the  siion  steei  to  iLt  coii<.fete, 
the  short  bars  woiud  lend  to  slip  and  f  onr.  a  cracii.  Oi.  account  ol  tii*; 
dcstroved  bond  i^etween  the  short  ban:  aud  tiie  concrete,  thev  ^oind 
ihcE  not  be  a\'aiLibie  as  reiniorcemeut  for  quilt  a  distance  and  ti^e 
stress  wouid  be  thrown  on  the  long  bars. 

The  diagrams.  Fig.  164  to  165,  may  be  dravM.  to  a  iar^e  scaie  oi  trac- 
ing cit3th,  Tiiking  ai:  a  babit  a  spaL  of  bay  ic  ieet.  'J  aii^  diagf an:  cai.  tuer. 
trtr  used  for  spans-  of  any  iejigth  by  muitJpiyii4'  tne  (il^^ancet  froo  tne 
center  tc*  the  point  of  LKaidiug  bars  by  tn*  ratii  oetweeL  tut  ivpaj.  and 
10  feet.  For  dividing  lite  beading  moment  into  et^Ltal  part^.  tnt  taciii^' 
may  oe  placed  over  a  cross-sectioi.  paper  on  wibci.  In*-  dixibioi  Jmci^  rna> 
Lir  mari^ed. 

TiATWRAT.  KACISG  OF  TSH8I0K  BAE6  I£  A  SLAM 

Thtr  parallel  bars  ii.  a  bean,  must  lk  a  bu^juent  di^  anc*.  apan  I' 
pTopcriy  transmit  the  suess  to  tne  Cuncrel*  ii.  Xut  \jic<iii.  'jiif^  present 
Cicavin^  the  concrete  beiAvtrei.  tnt  bars. 

It.  practictr  it  is  aavi&aL»i*.-  to  maj^e  a  ruj*  tnat  tne  roo^  bi.al   not  b*; 
spaced  nearer  togetaer  ii.  tne  oea*^  tnaj.  i{  tiinc^  tijei'  caan.+rir"  v.'t; 
:  mzi.  as  a  mninuiL.    Tnr  mir-Jn:!ii:.  ci>^aiitt  c"'  tn».-  rour  iuji--  \:.*  si-jci 
c'f  tittr  bean-  slt-'-jc  d*:  i '  tLcnes  i::  tj»c  Cica". 

Tnere  is  less  a^Liiger  o:  verti'^al  thai,  c:  noriz-^jric.*  b;.'iillijji;  a;jr!  v.i»cf'. 
tw..  layers  cf  nKih  are  usr-j^.  tn^  I^.»a5  i:.  a  \*rr\,i-^u.  p:uai»j  I'tiy  b*  p.c-  .1' 
direcuy  overeacx  otj^ter  vim  sufuv-iert  ^^*d.C'r  t*.*  p*r!i::it  tju*.  liju*"^'  ■.  ■ ;  j: 
oetweer    tneii-.     A    iin.it.ni:  ciear    spd-ct   c:   ont-nai*    n''.:    j     ur^-.  . 

ST***-  r   jjai-   • 

Pre-:  JMcKi'ji^e:.  iias:  bugKesitr.  l  niaUici:iau--i:  ii*et:..''.  ^ .»'  uri*r:- 
Tr.r.vji'  the  w:cti-  cf  csjii*.'*:\*:Jtr\uj.:^^i  iMrl *.»*-*:::■  U»*.  -Jd!:  jii  •jra'"  I  » i  .ai  ♦ 
iL-r  resisutij'.ei:-  siicar  e.i^i'/a*^:-:  l  •  l:.'.  a-'-iierjiu-  o'  *:•'.  c  •;  ^retf  t  •  *:  ■ 
siet.  A  L»ca::.  niav  ia*  i:  bv»L  ^  eiu**:"  l  or*:t.j.iJi'.' U  ♦  a'..*r^.«:  o:  t:.' 
oars  aLi  Uic  c-^ntrei*;  ar^^'oU'L  u^r?'  v. !.>.♦,  c«'^uii.ic:*;n'.»  ,  o'  :.•-  t:»cc'  -  / 
tcrour::.  tne  concede  i>e:»\'cr::-  ti*-  uar^  o:.  t.  ;.•-<:;.':  v.r  :  * ,..  ••  vr:..vr.  c.. 

creit:  1  J  iniLfc.*:  ti^e  id*  .•_•:  c:  >L*e.  ♦r.,-ii  :••-  o:  •  va-r  t.. 
strt:::rt-'. '~f  Inc  cnc'ei'  .-eivvcc:  U--  ^c'.- n.u'-t  i»*- «■_-  --  -  :.. 
acsiOL  tf  tne  ^>£l^^  u  t-"_  cu*"^;t:i'.      i  \.'.'  a  v.vri — .'  u  .:: .   « 
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tf =80  lb.  per  sq.  in.,  and  a  working  direct  shearing  unit  stress  v=  120  lb. 
per  sq.  in.,  and  letting 

j^= distance  in  the  clear  between  two  bars  in  inches. 
i  =  diameter  of  bar  in  inches. 
Then* 

54=1.05  *  (38) 

Since  the  concrete  H  not  easily  placed  between  the  bars,  it  may  have 
a  lower  shearing  strength  there  so  that  the  lateral  spacing  of  bars  sug- 
gested above,  is  recommended. 

DEPTH  OF  G09GBSTS  BELOW  BAE8 

The  selection  of  the  thickness  of  the  concrete  below  the  bars  is  governed 
more  by  the  proper  fire  and  rust  protection  of  the  metal  than  by  the 
stresses  in  the  beam. 

Prof.  Charles  L.  Norton  considers  a  thickness  of  2  inches  essential 
for  efficient  fire  protection.  (See  p.  289.)  Since  an  excessive  thick- 
ness adds  to  the  danger  of  cracking,  because  the  tension  in  the  concrete 
increases  with  the  depth  below  the  steel,  this  thickness,  measured 
from  the  lower  surface  of  the  steel,  and  not  from  its  center  of  gravity, 
may  be  taken  as  a  maximum.  For  secondary  members  and  floor 
slabs,  ^  inch  to  2  inches  is  Enough. 

The  following  thicknesses  of  concrete  below  the  steel  may  be  em- 
ployed under  ordinary  conditions: 

Thickness  of  Concrete  below  Steel. 

Depth  of  slab  or  beam,  Thickness  below  lower  surface  of 

inches  rods,  inches 

1}  to  2  } 

2^  to  4  i 

4i  to  Si  I 

9     to  12  i^ 

13  to  18  i| 

19  to  20  1} 

Greater     than     20  2 

The  Joint  Committee,  1916,  recommends  2  inches  for  columns;  i^ 
inches  for  beams;  and  i  inch  for  slabs. 

*  For  a  short  length  of  bar  /,  equate  the  strength  in  shear  of  the  concrete  between  the  bars  to  the 

adhesion  between  the  concrete  and  the  upper  half  circumferenoe  of  the  bar. 

wilu  u 

Hence,  if  •  =  unit  bond  between  steel  and  concrete,  Sj^V  —  5j  =  i-S?  —  * 

For  w  ~  80  and  t  —  xag  u;  s^  s  xjos  I. 
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LEMQTK  OF  14E  TO  eKEVKMT  SUPPDiO 

In  cantilevers  and  restrained  beams,  also  in  the  ends  of  columns,  the 
full  stress  in  the  steel  exists  at  the  point  of  support.  Therefore  to  trans- 
fer the  stress  from  the  bar  to  the  support,  the  bars  must  be  anchored  to 
the  siqiport.  The  simplest  means  of  anchoring  is  by  imbedding  the  bar 
in  the  concrete  of  the  support  for  a  sufficient  length  bejond  the  point 
of  woTrimiTB  rtren  so  that  the  bond  (that  is,  the  resistance  to  slipping; 
of  the  bar  in  the  concrete  is  great  enough  to  resist  the  direct  tension  or 
direct  compression  in  the  body  of  the  bar.  The  support  must  be  strong 
enou^  to  withstand  the  stress  transferred  by  the  anchored  member. 

Whenever  it  is  necessary  to  splice  tension  steel,  the  length  of  the  lap 
is  determined  by  the  safe  bond  stress  for  the  stress  in  bar  at  the  splice. 

Unless  a  bar  is  bent  up  or  anchored  by  some  mechanical  means  (see 
p.  438)  the  length  of  imbedment  (also  of  lap)  necessary  to  develop  a  re- 
quired holding  power  through  bond  may  be  determined  thus: 

Let 

fs  =  actual  tensile  or  compressive  stress  per  square  inch  in  the  bar. 

i  =  diameter  of  bar  in  inches. 

u  =  bond  in  poimds  per  square  inch  of  surface. 

/i  =  necessary-  length  of  imbedment  of  bar  in  inches. 

Then,*  for  both  square  and  round  bars, 

h^i^i  (39) 

u 

For  1:2:4  concrete  of  2  000  lb.  per  sq.  in.  crushing  strength,  the 
necessarv'  length  of  imbedment  is 

Plain  BarSy  Deformed  Bars, 

«  =  80  lb.  per  sq.  in.  u  =  100  to  120  lb.  per  sq.  in. 

/.  =  16  000            /i  =  50  i  fj  =  16  000            /i  =  40  i  to  33  i 

/,  =  18  000            /i  =  56  *  /j  =  18  000            /i  =  45  i  to  37  i 

For  steel  in  compression,  the  stresses,  /,,  usually  ^'ary  between  7  000 
and  10  000  lb.  per  sq.  in.  The  required  length  of  imbedment,  therefore, 
is  smaJler  than  given  above  for  steel  in  tension  and  may  be  taken  from 
table  given  on  page  540. 

'  If  tfae  bar  is  round  tbe  total  force  tu  be  developed  in  the  body  of  the  bar  is  /,  while  the 

4 

poiKT  of  the  bar,  or  its  xeiistaiioe  to  slipping  is  iritd.    Equating  these  and  solving  for  /.  we 
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Lengffk  of  Imbedment  Reqwired  for  Rawtd  or  Squan  Ban. 


nSJUS  Of 

LX 

aTBKL  f^ 

HGTB  OV  BAaS  TO 

Allowable  bond  stzesSy  pounds  per  sqiuue  mch. 

Lb.  per  sq.  ul. 

40 

m 

w 

tM 

120 

6  ooo 

33 

25 

19 

IS 

13 

8  ooo 

SO 

33 

25 

20 

17 

lo  ooo 

63 

42 

31 

2S 

21 

12    ooo 

75 

50 

37 

30 

25 

14  ooo 

83 

ss 

44 

35 

29 

i6  ooo 

IQO 

67 

50 

40 

33 

i8  ooo 

"5 

75 

56 

40 

3» 

2o  ooo 

125 

83 

62 

50 

41 

Nom:  The  fexigtli  ol  iEobedment  maj be  obtaiiied Iqr  ZBa^^ 
from  this  table  by  the  rfjamrtrr  o£  the  bar. 

Racomineiidmlums  as  to  Uie  Sim  and  Shape  of  Hook.  Another  expe- 
dient used  is  the  bending  of  the  end  of  the  bar  into  a  hook.  The  effec- 
tiveness ol  the  ho<^^  as  shown  by  tests  (see  pages  43St0  439)y  d^)ends 
to  a  great  extent  upon  the  strength  oi  the  concrete.  In  transferring  the 
stress  frcnn  the  bar  to  the  concrete,  the  hook  exerts  bearing  stresses  <m 
concrete,  which  for  a  prc^rly  dedgned  ho(^  must  not  exceed  the  safe 
bearing  stress  on  the  confined  concrete.  The  best  anchorage  is 
obtained  by  a  combination  of  strai^t  imbedmait  and  a  semi-circular 
hook,  the  diameter  of  which  is  at  least  four  times  the  diameter  of  the 
bar.  To  insure  against  ^htting  of  the  concrete,  it  is  advisable  to  place 
a  cross-bar  of  prq[)er  length  against  the  hook  to  distribute  the  bearing 
stresses  on  a  large  area  of  concrete.  With  a  hoc^  designed  as  suggested 
above,  the  elastic  limit  of  the  steel  can  je  reached  without  causing 
excessive  secondary  stresses  in  concrete. 

FLAT  SLABS 

The  term  "flat  slab"  is  generally  applied  to  the  t3rpe  of  floor  con- 
struction which  consists  oi  a  fiat  plate,  with  no  beams  or  girders,  con- 
tinuous over  the  whole  floor  and  supported  by  columns  only. 

To  reduce  the  thickness  of  the  slab  the  column  head  is  enlarged,  thus 
shortening  the  span  and  increasing  the  shearing  resistance  at  the  sup- 
port. The  thickness  of  the  slab  at  the  center  may  be  still  further  re- 
duced and  the  rigidity  of  the  structure  increased  by  the  use  of  a  drop 
panel,  or  plinth  resting  on  the  column  head.  The  sizes  of  column  head 
and  drop  panel  are  discussed  on  page  551. 
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the  column  head  are  sometimes  high,  but  with  only  a  single  span  loaded, 
the  bottom  of  the  slab  is  in  tension.  In  either  case  the  bottom  of  the 
slab  should  be  reinforced. 

Tvo-war  S]rst«in.  The  two-way  system,  developed  by  the  Condron 
Company  and  the  Corrugated  Bar  Company,  consists  of  bars  placed  in 
two  directions  ooly,  as  shown  in  Fig.  167,  page  542.  The  spacing  of 
the  bars  right  between  the  columns,  where  only  one  layer  is  used,  is  as 


^ 


T 


^ 


Fic.  167.— Two-Way  Flat  Slab  System.     (5<«  p.  S4i) 

a  rule  closer  than  in  the  central  portion  of  the  slab  where  two  layers  of 
bars  at  right-angles  are  used.  Part  of  the  bars  are  carried  through  to 
serve  as  compressive  reinforcement,  and  some  of  the  bars  are  bent  up 
at  about  one-fourth  of  the  span  and  carried  over  the  support  to  serve 
as  n^^tive  bending  moment  reinforcement. 

Qreiunf  trential  Syatem.  The  circumferential  system,  developed  by 
Mr.  Edward  Smulski,  (see  Fig.  168,  page  543-)  consists  of  three  types 
of  units;  one  at  the  column  head;  a  second  between  adjacent  columns; 
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andathirdin  the  center  of  the  slab.  Unit  A  at  the  column  head  con- 
sists of  a  combination  of  rings  and  hairpin-shaped  bars  placed  radially 
as  shown  in  Fig.  i68,  page  543.  The  upper  piong,  longer  than  the 
lower,  runs  from  within  the  colunm  head  out  beyond  the  point  of  inflec- 
tion and  serves  as  tensile  reinforcement;  the  lower  prong  carries  the 
compressive  stresses;  and  the  hook  transfers  the  stress  to  the  con- 
crete through  bond  and  bearing.  The  inner  ring  keeps  the  inner  ends 
of  the  radiaJs  in  place  and  reduces  the  bearing  stresses.     The  rings  on 


Sectrc 
Fic.  168.— Circumferential  Flat  Slab  System,     (See  fi.  543.) 

top  of  the  radials  resist  circiunfereniial  and,  with  the  radial  bars, 
radial  bending  moment.  The  steel  in  Units  A  and  C  follows  pretty 
closely  the  contour  lines  shown  in  Fig.  169,  page  544. 

Units  B  and  C  consist  of  two  and  four  trussed  bars,  respectively, 
supporting  rings,  and  extending  from  center  ring  to  center  ring  and 
hooked  aroimd  them.  These  trussed  bars  increase  the  steel  at  the 
colimm  head. 
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DESIGN  OF  FLAT  SLABS 

In  designing  flat  slabs  the  following  points  must  be  considered: 
(i)  Stresses  in  concrete  and  steel  at  the  column  head  due  to  negative 
bending  moment. 

(2)  Stresses  in  concrete  and  steel  in  the  central  parts  of  the  slab  due 
to  positive  bending  moment. 

(3)  Punching  shear  at  the  edge  of  the  column  capital. 

(4)  Diagonal  tension  at  the  capital,  and  edge  of  the  dropped  head. 
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Fig.  170. — Division  of  Flat  Slabs.     {See  p.  547.) 

Bending  Moments  in  Flat  Slabs.  The  theoretical  determination  of 
bending  moment  is  very  complicated,  but  simple  formulas  based  partly 
on  theory  and  partly  on  tests  have  been  evolved  which  give  safe  results. 

For  the  purpose  of  determining  stresses  and  bending  moments  the 
slab  will  be  divided  as  shown  in  Fig.  170.    , 

Negative  Bending  Momefnt.  The  negative  bending  moment,  which 
acts  in  radial  and  circumferential  directions,  may  be  resolved  into  com- 
ponents acting  along  sections  at  right  angles  to  each  other.  One  sec- 
tion shown  in  the  figure  as  ABCDEFy  follows  the  circumference  of  the 
column  head,  and  the  panel  edge  from  column  head  to  column  head. 
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The  largest  part  of  this  negative  moment  is  resisted  by  the  portions 
ABC  and  Z>£F,  called  the  column  head  sections,  and  whose  projected 
width  equals  half  the  panel  width.  Section  CD^  half  a  panel  wide,  is 
called  the  mid-section.  Similar  bending  acts  at  right  angles  to  this 
section,  and  has  the  same  relation  to  the  column  head  and  the  panel. 

Positiye  Bending  Moment.  The  maximum  positive  bending  moment 
acts  along  lines  at  right  angles  to  each  othen  drawn  through  the  center 
of  the  panel,  one  of  which  is  shown  as  GHIJ  in  Fig.  170.  The  sections 
GH  and  //,  the  combined  width  of  which  equals  one-half  of  the  panel 
width,  is  called  the  outer  section,  and  HI  the  inner  section. 

FORMULAS  FOR  BENDING  MOMENTS  FOR  FLAT  SLABS 

It  is  not  necessary  to  use  the  full  static  moment,  which  would  be 
obtained  by  following  the  method  of  analysis  indicated  above,  because 

(i)  The  tensile  resistance  of  the  concrete  appreciably  reduces  the 
stress  in  steel  near  support;  (2)  the  stress  in  one  direction  is  reduced 
by  the  resistance  of  the  concrete  in  directions  at  right  angles  (see  p. 
476);  (3)  scarcely  ever  in  practice  are  all  panels  of  a  floor  fully 
loaded  so  as  to  produce  maximum  stresses  at  the  column  head;  (4) 
experience  with  structures  under  load  shows  less  stress  and  deflection 
than  would  be  expected  from  the  theoretical  analysis. 

In  view  of  these  considerations  the  authors  recommend  the  use  of 
coefficients  lower  than  the  purely  statical  analysis  would  require.* 
They  correspond  substantially  to  the  requirements  of  theXhicago 
Building  Code  introduced  in  1914. 

Let  w  =  total  unit  live  and  dead  load. 

I  =    length  of  panel. 
c  =  diameter  of  column  head. 

Square  Panels.  Negative  Bending  Moment.  For  a  square  interior 
panel,  the  total  negative  bending  moment  along  the  WnQABCDEF  may 
be  taken  as  tV  w'/  (/ — |  c)^.  Of  this  bending  moment,  85  per  cent  should 
be  provided  for  in  the  column  head  section  AB  sjid  EF,  and  the  remain- 
ing 15  per  cent  in  the  mid-section  CD. 

Square  Panels.  Positive  Bending  Moment.  For  a  square  interior 
panel  the  total  positive  bending  moment  along  the  line  GHIJ  may 
be  taken  as  ^V  ^^  (^~l  ^)-^  O^  this  moment,  not  more  than  60  per 
cent  should  be  placed  in  the  outer  sections  GH  and  //. 

Oblong  Panels.  The  above  formulas  may  be  used  for  oblong  panels 
in  which  the  length  of  the  panel  does  not  exceed  the  width  by  more  than 

*The  final  report  of  the  Joint  Committee,  19x6,  uses  a  coefficient  for  negative  moment,  12%,  and 
for  ponthre  moment  about  x6%  higher  than  those  adopted  by  the  authors. 
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S  per  cent.    In  such  a  case  the  mean  of  the  two  sides  should  be  taken 
as  the  length  of  span.     For  panels  with  larger  variation  in  ratio  of 
length  to  width,  special  formulas  are  required. 
In  addition  to  the  notation  on  page  547, 

Let    /i  =  width  of  panel. 
k  =  length  of  panel. 

Oblong  Panels.  Negatiye  Bending  Moment.  For  oblong  panels  od 
a  section  at  the  edge  of  the  panel  parallel  to  the  width,  /i,  as  explained 
in  connection  with  square  panels,  the  negative  bending  moment  may 
be  taken  as  yV  ^fe  (^1  ~"  f  ^)*7  a-i^d  along  the  length,  hj  the  value  is 
iV  ^h  {h  —  icY'  This  bending  moment  should  be  distributed  as 
reconmiended  in  connection  with  square  panels. 

Oblong  Panels.  Positive  Bending  Moment.  For  oblong  panels  the 
positive  bending  moment  on  a  section  through  center  of  the  panel  paral- 
lel to  the  length,  fe,  may  be  taken  as  -^j^  wh  (h  —  |  c)^  and  on  a  section 
parallel  to  the  width,  /i,  as  ^V  ^^i  (^  "*  i  ^)^-  The  moments  should  be 
distributed  among  the  inner  and  outer  sections  as  recommended  in 
connection  with  square  panels. 

Units.  In  all  the  above  formulas,  if  ze^  is  in  pounds  per  square  foot 
and  /,  lu  or  k  in  feet,  the  bending  moment  is  in  foot  pounds.  To  get 
inch  pounds,  multiply  the  result  by  12. 

FLAT  SLAB  END  PANELS 

End  panels  must  be  subdivided  into  two  classes,  (i)  where  the  wall 
columns  are  provided  with  brackets  and  concrete  spandrel  beams;  and 
(2)  where  the  wall  panels  rest  on  brick  walls  or  on  steel  spandrel  beams. 
In  the  first  case,  the  slab  is  partially  restrained  at  the  wall  column,  and 
in  the  second  case,  it  is  simply  supported. 

End  Panels  with  Spandrel  Beams  and  Column  Brackets.  Since  the 
slab  is  only  partially  restrained  by  the  wall  cblunm,  the  bending  moment 
at  the  first  interior  column  head  and  in  the  center  of  slab  is  increased. 

First  Interior  Column  Head  and  Center  of  Span.  The  bending  moment 
at  the  first  interior  coliunn  head  and  in  the  center  of  the  span  along 
sections  parallel  to  the  wall  should  be  increased  by  20  per  cent.  No 
increase  is  necessary  at  sections  perpendicular  to  the  wall. 

Wall  Column  Head,  The  negative  bending  moment  at  the  wall 
column  should  be  25  per  cent  smaller  than  given  on  page  547  for  interior 
columns.  Reinforcement  should  also  be  provided  on  the  top  of  the 
slab  at  the  juncture  of  spandrel  and  slab,  the  amount  per  foot  com- 
puted for  a  bending  moment,  -~. 

80 
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Spandrel  Beams.  The  spandrel  beams  must  be  designed  to  carry, 
besides  the  brick  wall,  the  live  and  dead  load  from  the  slab  for  one- 
fifth  of  the  distance  between  the  wall  column  and  the  adjacent  interior 
column.  ' 

End  Panels  Resting  on  Brick  Piers  or  Steel  Spandrel  Beams.  Since 
the  slab  is  completely  unrestrained  the  bending  moments  must  be  in- 
creased above  those  where  the  slab  is  partly  restrained. 

Negative  Bending  Moment.  For  panels  resting  on  brick  piers,  increase 
the  negative  bending  moment  at  the  nearest  column  along  sections  par- 
allel to  the  wall  by  30  per  cent  over  that  at  interior  columns. 

Positive  Bending  Moment.  The  positive  bending  moment  at  sec- 
tions parallel  to  the  wall  for  interior  panels  should  be  increased  40  per 
cent  over  that  given  for  interior  panels  on  page  547. 

Provision  for  Negative  Bending  Moment  along  the  Wall,  If  the 
slab  is  freely  supported  on  the  wall  and  no  masonry  is  placed  above 
it,  there  can  be  no  possibility  of  any  negative  bending  moment,  there- 
fore, all  the  steel  may  be  placed  at  the  bottom.  If  the  slab  is  restrained 
in  any  way  there  is  a  possibility  of  negative  bending  moment,  and  there- 
fore of  cracks  and  some  reinforcement  should  be  provided  and  hooked 
at  the  wall  end.  It  may  extend  to  about  one-sixth  of  the  span  and  need 
not  exceed  0.25  per  cent  of  the  concrete  section. 

REINFORCEMENT  FOR  FLAT  SLABS 

After  determining  the  bending  moment  the  required  area  of  steel  is 
found  in  the  ordinary  way.  (See  formula  (4a),  p.  482).  Only  rein- 
forcement crossing  the  section  under  consideration  should  be  taken  as 
eflFective  in  resisting  the  bending  moment  at  that  section.  The  effec- 
tive area  of  bars  crossing  the  section  at  an  angle  (as  the  diagonal  bars 
in  the  four- way  system  or  radial  bars  in  the  circumferential  system)  is 
found  by  multiplying  their  area  by  the  sine  of  the  angle  between  the 
bars  and  the  perpendicular  to  the  section.  Since  each  ring  in  the  cir- 
cumferential system,  is  cut  twice  by  any  section,  it  may  be  considered 
as  equivalent  at  that  section  to  two  straight  bars,  the  sectional  area  of 
each  being  equal  to  the  sectional  area  of  the  steel  ring. 

PUNCHING  SHEAR  AND  DIAGONAL  TENSION 

Punching  Shear.  The  punching  shear  at  the  edge  of  the.  column 
capital  should  not  exceed  the  working  value  recommended  on  page  567. 

Diagonal  Tension.  The  critical  sections  so  far  as  diagonal  tension  is 
concerned  are  (a)  at  the  column  head,  and  (b)  at  the  edge  of  the  drop 
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panel.  At  the  column  head  the  measure  of  diagonal  tension  is  the  unit 
shear,  v,  determined  from  formula  (32),  page  517,  at  a  distance  out 
f  rpm  the  column  capital  equal  to  the  thickness  of  the  slab  plus  the  depth 
of  the  drop  panel.  At  the  edge  of  the  drop  panel  the  measure  of  diag- 
onal tension  is  the  unit  shear,  v,  from  formula  (32)  page  517,  determined 
at  a  distance  out  from  the  drop  panel  equal  to  the  thickness  of  the  slab. 
The  unit  shear  so  determined  must  not  exceed  60  pounds  per  square 
inch  for  1:2:4  concrete.  Larger  values  for  v  than  in  simple  beams 
may  be  used,  because  failure  by  diagonal  tension  is  retarded  by  the 
resistance  of  the  slab  adjoining  the  plane  at  which  diagonal  tension  was 
figured. 

In  both  of  the  above  cases  the  total  shear  V  in  the  formula  is  the 
vertical  shear  at  the  sections  at  which  the  unit  shear  is  being  figured. 

DETAILS  OF  DESIGN  OF  FLAT  SLABS. 

Steel  at  the  Column  Head.  If  bands  of  steel  are  used,  the  reinforce- 
ment must  be  bent  up  and  securely  held  at  the  proper  distance  above 
the  form.  The  bands  should  be  arranged  in  such  a  way  that  the  nega- 
tive bending  of  the  steel  is  available  where  required.  If  the  bars  are 
extended  beyond  the  column  head  and  are  assumed  to  take  the  bend- 
ing moment  on  the  opposite  side  of  the  column,  they  must  be  exter.  -  ] 
at  least  6  inches  beyond  the  point  of  inflection.  The  bars  at  the  colunotn 
head  must  be  securely  wired  together  so  as  to  avoid  the  danger  of  mis- 
placing during  the  pouring  of  the  concrete.  If  practicable,  the  bars 
running  over  the  colunms  shall  be  placed  between  those  coming  from 
the  opposite  direction  so  as  to  allow  proper  imbedment  for  all  the  bars. 
If  the  bars  are  not  carried  far  enough  across  the  column  to  serve  as  nega- 
tive bending  moment  reinforcement,  they  must  be  extended  a  sufficient 
distance  to  develop  their  full  strength.  It  is  suggested  that  in  such  cases 
the  bars  should  extend  beyond  the  line  through  the  center  of  colunms 
60  diameters  with  a  minimum  of  3  feet  to  allow  for  any  discrepancy  in 
the  length  of  the  long  bars,  and  also  toprovidefor  any  possibility  of  the 
bars  extending  farther  over  on  one  side  than  on  the  other,  contingencies 
which  are  very  apt  to  occur  in  the  construction. 

Bars  should  be  actually  bent  and  never  allowed  simply  to  sag  to 
place,  because  the  steel  area  will  fall  off  more  quickly  than  the  bending: 
moment  bo  that  the  slab  will  be  actually  weaker  away  from  the  column 
than  at  the  column  head.  This  weakness  does  not  show  during  the 
early  stages  of  the  loading  because  the  concrete  area  is  sufficient  to  take 
the  stresses,  but  if  the  loading  is  continued,  the  slab  eventually  fails  by 
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tension  in  the  concrete  instead  of  by  tension  in  the  steel.  A  good  illus- 
tration of  this  case  are  the  tests  to  destruction  by  Prof.  Wm.  H.  Kav- 
anaugh.*  The  failure  of  the  slab  occurred  outside  of  the  column  by 
the  breaking  of  the  concrete. 

In  the  drcumferential  system  the  rings  at  the  colunm  head  should 
be  properly  lapped  to  develop  the  strength  of  the  bars  by  bond  as 
recommended  on  page  539.  A  still  better  plan  is  to  hook  the  bars  down 
when  the  hooked  ends  may  be  used  as  a  chair  to  support  the  unit. 

Cdamn  Heads.  The  column  head  may  be  considered  as  starting 
where  the  thickness  below  the  slab  is  at  least  2  inches  and  the  shape  of 
its  cone  must  be  such  that  the  angle  with  the  vertical  must  in  no  place 
be  larger  than  45°.  The  size  of  the  column  head  is  dependent  upon  the 
shear  and  compression  in  concrete.  It  is  advisable  to  make  the  column 
head  of  a  diameter  equal  to  at  least  0.225  of  the  span.  The  punching 
shear,  as  explained  on  page  520,  must  not  exceed  120  pounds  per  square 
inch  for  2  000  pound  concrete,  and  the  shear  at  a  distance  from  the 
colunm  head  equal  to  the  thickness  of  the  slab  (which  may  be  consid- 
ered as  the  measure  of  diagonal  tension)  must  not  exceed  60  pounds. 

The  cross  section  of  the  column  head  may  be  either  octagonal  or 
round.  The  forms  are  made  of  wood  or  of  metal.  In  the  latter  case 
there  is  opportunity  for  ornamental  treatment. 

Drop  Panel.  The  thickness  of  the  slab  at  the  column  head  may  be 
increased  by  the  introduction  of  a  drop  panel  (sometimes  called  a 
plinth)  either  to  decrease  the  shear  or  reduce  compressive  stresses. 
The  width  of  the  drop  panel  should  be  0.4  of  the  span  and  its  thickness 
should  be  limited  to  0.6  of  the  depth  of  the  slab. 

The  use  of  the  drop  panel  reduces  the  amount  of  steel  at  the  colimin 
head,  but  it  complicates  the  form  work.  In  many  cases  it  is  unneces- 
sary. 

TbickneBS  of  Slab.  The  thickness  of  slab  is  governed  by  the  bend- 
ing and  shearing  forces  and  sometimes,  in  the  slabs,  by  deflection. 

Let    /    =  total  thickness  of  slab  in  inches. 
L  =  panel  length  in  feet. 
w  =  simi  of  Kve  and  dead  load,  pounds  per  square  foot. 

Then,    I   =  0.023  L  y/w. 

In  no  case  should  the  slab  thickness  be  less  than  6  inches  or  less 
than  Tx  L,    Roof  slabs  should  be  limited  to  it  L, 

*  Fht  Plate  Theory  of  Reinforced  Concrete  Floor  Slabs,  by  Henxy  T.  Eddy,  19x3,  p.  7X. 
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EXAMPLE  OF  BEAM  AND  SLAB  DESIGN 

The  use  of  the  formulas  given  in  the  preceding  pages  can  be  best  illustrated 
by  the  design  of  a  floor  bay  consisting  of  slabs,  beams  and  ^rders.  The 
design  of  reinforced  concrete  structures  permits  of  so  many  variations  by  locat- 
ing steel  in  different  ways  that  more  than  one  type  of  design  for  tne  same 
member  is  almost  always  possible.  The  dimensions  and  reinforcement  shown 
illustrate  common  methods,  and  the  arrangement  of  details  in  the  different 
members  is  also  given  as  typical.  The  principles  of  design  follow  the  recom- 
mendations of  the  Joint  Committee  on  Concrete  and  Reinforced  Concrete, 
1916. 
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The  comiwtations  are  given  with  but  £ew  comments,  but  references  are  entered 
to  the  pages  upon  which  each  part  of  the  calculation  is  based. 

ExamfU  8:  Design  a  typical  slab,  beam  and  girder  for  a  reinforced  door  to  su|>- 
port  a  hve  load  of  250  pounds  per  square  foot  with  columns  s|>aced  18  by  19  feet  on 
oc&tcxs. 

Soiutum:  The  girder  will  be  made  18  feet  long  and  the  distance  between  centers 
of  beams  6  feet.    The  beams  are  19  feet  long  on  centers. 

Refer  to  page 
TaJtc  allowable  fiber  stress  in  concrete.  650  lb.  per  sq.  in.  573 

Take  allowable  tension  in  steel.  16  000  lb.  per  sq.  in.  573 

Take  ratio  of  elasticity  of  steel  to  concrete,  15  477 

Take  direct  shear  in  concrete,  120  lbs.  per  sq.  in.  573 

Take  shear  in  concrete  involving  diagonal  tension,  40  lb.  per  sq.  in.  573 

Take  bond  between  concrete  and  plain  bars,  80  lb.  fxjr  sq.  in.  573 

^iotation  used  in  Example  is  Joint  Committee  standard  353 

Slab.     Span  of  slab  is  6  ft. 

Live  load,  250  lb.  per  sq.  ft. 
Assumed  dead  load.  50  lb.  per  sq.  ft. 
Total  loading,  300  lb.  i>er  sq.  ft. 


"n't 


«;•/-      ,         ,^*      300  X  6^  X  12  ,.      .     „ 

Lse  lor  moment,  31  =  --  ,  then  Ai*=  ■ =  lo  800  m.  lb.  512 

12  12 

Same  \-alue  may  be  found  directly  from  curves  606 

Since /r  =  650.  /«  =16  000  and  n  =  15,  then 

Ci  =  0.028  and  />  =  0.0077,  from  table  on  page  483 

Hence,  depth  to  steel  is,  d  =  0.028  }''  10  800  =  2.9  in.  485 

Taking  J  in.  concrete  below  steel,  thickness  of  slab  is  3 2  in.  538 

Area  steel.  As,  =  2.9  X  0.0077  =  0.0223  sfj.  in.  per  inch  of  width  485 
Round  rods  |  inch  in  diameter  spaced  5  inches  on  centers  will  give  required 

area.    Table  i.  574 

The  same  results  may  be  obtained  by  using  the  Slab  Table  5 :  580 

Since  this  table  is  based  on  J/  =  —  and  we  use  here  M  =  —  the  total  unit  load  of 

10  12 

300  pounds  per  square  foot  may  be  reduced  by  I  or  to  250  {>ounds  and  this  value 

treated  in  the  table,  which  gives  a  3J  inch  slab. 

Rods  must  be  bent  up  to  give  same  steel  at  top  of  slab  over  supports. 

Beams.    Span  iq  feet. 

Distance  between  beams,  6  feet. 

Dead  and  hve  loads  of  the  slab  per  foot  of  lengtli  of  beam,  6  X  300  =  i  800 

pounds. 
Assumed  dead  load  of  stem  of  the  beam,  200  pounds  per  fool  of  length. 
Total  unit  loading,  2  000  pounds. 

ft  *     ir         ''^'^'      *u  If         2000  X   10-   X   12  •       u  J 

use  lor  mcnnent  Ai  =  ,  then  M  = -  =  722  000  men  pounds. 

12  12 

Reaction  at  su[^>ort,  which  is  the  maximum  shear,  is 

2000  X  10  , 

\    = =  Hi  000  pounds. 

Breadth  of  Flange.     Taking  1 2  times  the  thickness  of  slab  plus  the  breadth  of  stem  of 
beam  vassumed  as  10  inches)  h  =  (,12  X  3* )  -+-  10  =  55  inches. 

*Oiily  oat  12  is  inaefted  in  the  numerator  to  change  the  0  ft.  to  inches  because   tht*   300  is   ^jound 
perlooL 
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Minimum  Depth.  The  minimum  depth,  or  depth  at  which  steel  and  concrete 
stresses  are  (he  maximum  permissible,  must  be  found  by  trial.  Assume  a  depth,  d. 
and  find  from  Table  ii,  pa^e  586,  the  value  of  Cd  and  from  Table  12,  page  587,  the 
corresponding  value  of  7.  Then  from  formula  (17)  page  489,  compute  the  mini- 
mum depth.    If  it  does  not  check  the  assumed  depth  closely  another  computation 

must  be  made.    In  this  case  assume  d  =  11  inches.    Then  %  «  0.34  and,  from 

Tables  11  and  12,  Q  =  45  and  j  =  0.876.     (See  also  example,  p.  587.) 

.  .  ,  722000  X  45  .1 

nummum  a  —     .  ^  ^.  \ ^.       w =  11-2  mches. 

0.876  X  16  000  X  55  X  3.7s 

A  larger  value  of  d  will  be  used  in  order  to  reduce  the  steel. 
Cross-section  of  Web  as  Determined  by  the  Shear. 

V  »  19  000  pounds  (see  above)  hence 

Refer  to  page 

—      IQ     000 

>  -^ or  158  formula  (16),    4S9 


,.(.-i) 


120 


^^imomical  Depth.    From  formula  (19),  </ =  -\/"7~crT>  i^  ^^^  ratio  of  imit 

2        \  Js  X  o 

cost  of  steel  to  cost  of  concrete,  r  =  70  490 

for  6'  =    8,  rf =  19.85  inches  or  d  =  21.7  inch. 

2 

■      6'  =    9.  rf  -  -  =  18.7       "      ord  =  20.6    " 

2 

6'  =  10,  rf  -  -  =  17.8        "      or  </  =  19.7     " 

For  convenience  in  placing  steel  take 

6'  =  10  inches,  d  =  20J  inches,  A  —  22§  inches;  hence  b'  Id j  «=  186.     537 

With  this  value  of  dyj  «  0.918.     Table  page  491,  also  Table  13,  page  588 

Sectional  Area  of  Steel.    From  formula  (20)  491 

.  722  000  .    , 

As  — r-rr — — z =*  2.4  square  mches 

0.918  X  20.5  X  16  000 

4  round  bars  }  inches  diameter  will  be  sufficient.    Two  of  these  may  be  bent  up 
and  lap  over  the  top  of  the  support  496 

Steei  at  Top  and  Bottom.    Negative  bending  moment  at  support  equals  positive 
M  at  middle  or  —  M  —  722  000  inch  pounds.  ^   512 

At  support  the  flange  of  T-beam  being  in  tension  is  negligible  and  since  four  {-in. 
round  bars  are  in  tensile  and  two  in  compressive  part  of  beam,  the  T-beam 
changes  into  a  rectangular  beam  with  steel  in  top  and  bottom. 
The  ratios  of  steel  in  tension  and  compression  are  respectively 

2  A  if 

p  —  — -^ =  0.0117  and  A'  =  —  =  0.0058 

'^       10  X  20.5  ^         2 

With  these  values  of  p  and  p^  and  a  =  o.i  we  obtain,  from  Diagram  2  (p.  594), 

-^  =  1.5.     AssimMngy  =  0.875,  the  maximum  tension  in  steel  is 
nfc 

.  M  722  000  ^  iL  •  a 

/,  B  — —-  =  — - — '— — «  16  750  lb.  per  sq.  m.  496 

^'     jdAs      0.875  X  20.5  X  2.4  '^  *^     ^  ^ 

and 

fs  16  750  ,,  .  , 

ft  =  '^—  = ^7—  «=  750  lb.  per  sq.  m.  496 

1.5  n      1.5X15 
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Refer  to  pa<c 

ratio  tension  steel,  p  =  — T.^     =  0.0132 

14  X  26.5 

ratio  compression  steel,  p'  =  — — —  =  0.0066 

With  these  values  of  p  and  p'  and  a  =  o.i  we  obtain,  from  Diagram  2  (p.  595), 

njc 


and 


f        M  I  943  600  „  .  , 

Js  -  -rr-r-  =  s — ZT^ — c: =  ^7  "o  ID.  per  sq.  m.  496 

j</^5      0.875X26.5X4.9 

.  17    no  o  iu  •  A 

/^  =  .  .  Vt^  ==  ^^5  lb.  per  sq.  m.  496 

1.4  A  15 

which  are  excessive. 

Depth  and  Length  of  a  Haunch.    For  depth  try  a  =  o.i,  rf  =  28  inches  497 

For  this  depth  of  beam  the  ratios  of  steel  in  tension  and  compression  change 

^        ^  v^    26.5  .  0.0125  , 

tO^  =  0.0132  X  —TT    =    0.0125,   P      = =0.0063. 

28  2 

fs 

From  Diagram  2  (as  before),  -^  =  1.48 

njc 

.  I  943  600  £  iu  •  < 

^-  =  0.875  X  28  X  4-9  °  '^  '°°  "'^  ^  "^^  "'•  '"'* 

and 

^  16  200  ,,  .  , 

J"^  ^  r  .g  V  xr  ^  730  lb.  per  sq.  m.  496 

1.40  X  15 

This  stress  is  allowable  and  the  depth  of  haunch  from  top  of  beam  of  28  inches 
will  be  accepted. 

Length  of  Itaunch  may  be  approximated.  Moment  of  resistance  of  beam  without 
haunch.  496 

Mr  =  0.87s  X  0.0132  X  16  000  X  (26.5)2  X  14  =  I  820  000   inch    pounds.      For- 
mula (18) 
Mh  =  I  943  600  inch  pounds.  496 

Hence  from  formula  (28)  length  of  haunch 

123  000     18  ^  X  .    I. 

X  — ~ X  12  «  2.6  mches 

I  943  600   5 

Since  maximum  negative  moment  occurs  in  middle  of  colunm  and  necessary 
length  of  haunch  is  only  2.6  inches,  no  haunch  will  be  introduced  outside  of  the 
column. 

Diagonal  Tension  Reinforcement  of  Beam.     Vertical  stirrups  in  beam  on  page  553 

V  =s  19  000  pounds    w  =  2  000  pounds. 

y  =  10  inches    jd  =  18.625  inches  and  the  unit  shear 

"   —  — zz — 7r7 —  =102  pounds  per  sq.  in.  (formula  32a),  517 

10X18.625  r-  f  T  V  J        /» 

Since  this  shearing  unit  stress  is  greater  than  40  lb.  per  sq.  in.,  stirrups  are  necessaiy. 

Diameter  of  Stirrups.  From  Table  on  page  525,  the  maximum  diameter  for  stirrups 
with  straight  ends  for  a  beam  20.5  inches  deep  is  }-inch.  However,  since  U-shaped 
stirrups  with  hooked  ends  will  be  used  f -inch  round  bars  will  be  selected. 

Location  of  Stirrups.     Stirrups  are  unnecessary  [with  »=  102  lb.  and  ©'=40  lb.]  at 

a  distance  from  the  support :      xi=  —  I  ^~  —  )  =  5.8  feet. 
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Example  13:  Using  Table  4  of  rectangular  beams,  page  578,  what  should  be  the 
dimensions  and  reinforcements  of  a  beam  12  feet  span,  continuous  and  loaded  uni- 
formly with  I  000  pounds  per  foot  of  length? 

Solution:    The  assumed  stresses  are  the  same  as  those  adopted  in  the  Beam  Table. 

1000 
\ssuming  a  width  of  beam  12  inches,  a  total  load  per  inch  of  width  of  =  84 

pounds  per  running  foot.  Referring  directly  to  the  Beam  Table,  we  find  that  the 
total  depth  corresponding  to  a  12-foot  beam  with  this  load  is  about  12  inches.  The 
reinforcement  from  column  (25)  is  0.083  X  12  =  i.oo  square  inch. 

Example  14:  What  total  load  per  foot  of  length  can  be  carried  by  a  12-foot  simply 
supported  beam  12  inches  wide  and  25  inches  deep? 

Solution:  There  is  no  value  in  the  Table  4,  i>age  578,  for  a  beam  whose  total  depth 
is  25  inches,  but  since,  from  rule  4,  loads  are  proportional  to  the  square  of  the  depth 
of  the  steel,  we  may  calculate  the  lo^d  in  this  case  from  the  load  for  a  26-inch  beam 
12  inches  wide.    Assuming  in  both  cases  that  the  depth  to  steel,  </,  is  2  inches  less 

than  the  total  depth,  we  have  364  X  -^  X  12  =  4  000  pounds  per  running  foot  of 

wl^ 
beam.     Since  the  table  is  based  on  M  =  —  for  simply  supported  beams,  deduct 

10 

20%  from  the  above  amount.    Hence  the  safe  load  is  4  000  —  800  =  3  200  p>ounds. 

CONCRETE  COLUMNS 

_  • 

Columns  or  piers  of  short  length,  not  more  than  four  times  the  least 
lateral  dimension,  may  be  built  of  plain  concrete  with  no  reinforcement 
provided  the  loading  is  central  with  no  possibility  of  side  thrust.  The 
carrying  capacity  of  such  columns  may  be  determined  by  multiplying 
the  safe  unit  stress  as  given  on  page  573  by  the  effective  cross-sectional 
area  of  the  colunm. 

The  unit  stress  is  determined  by  dividing  the  load  to  be  sustained  by 
the  effective  area. 

Let 

F  =  total  load. 

A   =  effective  area  of  cross-section  of  column. 

fc   =  allowable  compressive  unit  stress  in  concrete. 

Then 

P^Af,        (40)  A=^      (40a)  f,^?.       (40b) 

fc  A 

Effective  Area  in  Columns.  The  compression  area  used  in  computa- 
tion should  ordinarily  be  less  than  the  total  area  to  allow  for  surface 
damage  in  case  of  fire.  An  extra  thickness  where  fireproofing  is  needed, 
varying  from  one  to  two  inches  in  accordance  with  the  inflanmiability 
of  the  contents  of  the  building,  should  be  allowed.  The  Joint  Com- 
mittee recommends  that  the  protective  covering  shall  be  taken  to  a 
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depth  of  I J  inches  where  fireproofing  is  required  since  in  a  severe  fire 
the  concrete  to  this  depth  may  be  affected  by  the  heat. 

The  effective  area  of  a  hooped  column  must  be  taken  as  that  within 
the  hooping  both  for  fireproofing  and  for  strength. 

Fireproofing.  The  steel  in  all  cases  should  be  imbedded  at  least  i^ 
to  2  inches.  Where  the  fire  risk  is  great,  round  columns  should  be  used, 
as  experience  teaches  that  these  suffer  much  less  from  extreme  heat 
than  square  columns.  Rounding  or  beveling  the  comers  of  square  col- 
umns is  alwa)rs  advisable. 

DESIGN  OF  BEINFOBCED  CONCRETE  COLUMNS 

Columns  must  be  provided  with  reinforcement  consisting  either  of 
vertical  steel  bars  or  of  hooping,  or  a  combination  of  the  two. 

Concrete  is  especially  adapted  for  sustaining  compression  on  account 
of  its  comparatively  large  compressive  strength  and  its  cheapness. 
Therefore,  when  conditions  permit,  the  minimum  allowable  percentage 
of  vertical  steel  should  be  used.  For  ordinary  conditions,  bars  having  a 
total  cross-sectional  area  of  1%  of  the  effective  area  of  the  column  may 
be  considered  a  minimum  requirement.  In  building  construction,  it 
usually  is  difficult  to  keep  the  size  of  the  columns,  especially  in  the  lower 
stories,  within  the  limits  required  by  the  uses  for  which  the  building 
is  constructed.  To  reduce  the  size  of  the  colunms,  the  following  meth- 
may  be  used  separately,  or  in  combination. 

(i)  Rich  proportions  of  concrete. 

(2)  Increased  amount  of  vertical  reinforcement. 

(3)  Hooping  with  or  without  vertical  steel. 

(4)  Structural  steel  shapes  in  combination  with  the  concrete. 

Rich  Proportions  of  Concrete.  The  cheapest  way  of  increasing  the 
strength  of  a  column  is  by  using  rich  proportions  of  concrete,  since  the 
compressive  strength  of  concrete  is  approximately  proportional  to  the 
amount  of  cement  which  it  contains.  (See  p.  454.)  A  rich  concrete 
also  works  smoother  in  placing  so  that  it  is  easier  to  produce  a  homo- 
geneous column. 

The  strength  of  concrete  for  different  mixtures  is  indicated  on  page 
315,  and  recommended  working  stresses  are  given  on  page  573. 

Vertical  Steel  Bar  Reinforcement.  The  column  may  be  strengthened 
by  the  introduction  of  vertical  steel  up  to  about  6%  of  the  effective  area 
of  the  concrete.    Ordinarily  it  is  not  advisable,  however,  to  use  more 
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than  4%  on  account  of  the  difficulty  in  accommodating  any  larger 
amount  of  steel,  especially  when  the  reinforcement  is  spliced  by  lapping. 
Tests  given  on  page  455  prove  positively  that  the  steel  imbedded  in 
concrete  takes  its  proportion  of  compressive  stresses  as  indicated  in 
formulas  (41)  to  (45),  page  562. 

Hooped  Columns.  As  shown  by  the  tests,  hooping,  if  properly  applied, 
increases  the  ultimate  breaking  strength  of  the  column.  The  deforma- 
tion, however,  corresponding  to  the  ultimate  strength  is  excessive,  so 
that  the  working  stress  in  a  hooped  column  must  be  based  on  the  elastic 
limit  of  the  column  and  not  on  ultimate  strength  (see  tests,  page  458). 

Hooped  columns  without  vertical  steel  are  flexible  and  their  use  is 
not  reconmiended. 

Hooped  columns  with  steel  reinforcement  are  tough  and  more  reliable 
than  reinforced  concrete  columns  with  vertical  steel  only.  If  continu- 
ous spiral  hooping  is  used,  the  danger  of  sudden  failure,  especially  during 
construction,  is  lessened.  An  amount  of  spirals  beyond  1%  of  the 
total  volume  of  the  column  within  the  hooping  does  not  seem  to  in- 
crease the  elastic  limit  of  the  colimm  so  that  it  is  economical  to  limit 
the  amount  of  hooping  to  1%.  Not  more  than  6%  of  vertical  steel 
should  be  used. 

Recommendation  for  Column  Desi|?n.*  As  a  result  of  tests  and 
practice,  the  authors  recommend  as  follows: 

(a)  Piers,  the  length  of  which  does  not  exceed  four  times  the,J«5^t 
lateral  dimension  and  in  which  there  is  no  danger  of  benuiug, 
may  be  built  of  plain  concrete  with  allowable  unit  stresses 
given  on  page  573. 

(J)  Columns  reinforced  with  not  less  than  1%  of  vertical  steel  and 
not  more  than  6%,t  in  which  the  unsupported  length  does  not 
exceed  fifteen  times  the  least  lateral  dimension,  may  be  de- 
signed by  formulas  on  page  562  with  unit  stresses  given  on 
page  573.  For  longer  columns,  the  working  stresses  should  be 
reduced  as  stated  on  page  466. 

(c)  Columns  reinforced  with  structural  shapes,  the  area  of  which 
exceeds  6%  of  the  cross-sectional  area  of  concrete,  may  be  de- 
signed as  specified  on  page  563. 

*  These  recommendations  agree  with  those  of  the  Joint  Committee  on  Concrete  and  Reinfofoed  Con« 
Crete  except  as  indicated. 

t  Joint  Committee  limits  the  amount  of  vertical  steel  to  4%. 
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id)  Hoops  and  bands  should  not  be  figured  as  adding  directly  to  the 
strength  of  the  column. 

(e)  Columns  should  not  be  designed  with  hoops  alone. 

(J)  Columns  reinforced  with  not  less  than  1%  and  not  more  than  6%* 
of  longitudinal  bars  and  with  not  less  thah  1%  in  bands  or 
hoops  may  be  given  a  working  stress  in  concrete  55%  higher 
than  columns  with  vertical  steel  only.  The  ratio  of  unsup- 
ported length  to  the  diameter  of  the  core  in  such  columns 
must  not  exceed  10.  If  for  2  000-lb.  concrete,  the  unit  work- 
ing stress  in  concrete  for  columns  with  vertical  steel  only  is 
taken  as  450  lb.  per  sq.  in.,  the  hooped  and  vertical  reinforced 
columns  may  be  thus  given  700  lb.  per  sq.  in.  To  the  strength 
of  the  concrete  in  the  column  also  must  be  added  the  strength 
of  the  steel  according  to  the  formula  given  below. 

Design  of  Columns  with  Vertical  Steel  only  and  of  Hooped  Columns 
▼ertical  Steel.  The  formulas  given  below  apply  to  columns  with 
vertical  steel  bar  reinforcement  and  also  to  hooped  colunms.  The  dif- 
ference between  the  two  types  is  taken  care  of  in  the  unit  stress. 
The  unit  stresses,  Z^,  recommended,  are  given  on  page  573. 

The  derivation  of  the  formulas  is  given  on  page  376. 

Let 

/    =  allowable  average  unit  pressure  upon  the  reinforced  column,  equal 

to  the  total  load  divided  by  the  effective  area. 
fc  =  allowable  unit  pressure  upon  the  concrete  of  the  column. 
/,  =  aUowable  unit  pressure  upon  the  vertical  steel  in  the  column. 

Es 
»  =  ~  =  ratio  of  modulus  of  elasticity  of  steel  to  modulus  of  elastfcity 

•  of  concrete. 
P  =  load  to  be  sustained  by  the  column. 
A   =  area  of  total  effective  cross-section  of  column  (see  p.  558.) 
Ac  =  area  of  concrete  in  cross-section. 
As  =  area  of  steel  in  cross-section. 

'T'  =  P  =  ratio  of  cross-section  of  steel  to  cross-section  of  column. 
A 

Formulas  to  be  Used  in  Reviewing  Columns  Already  Designed. 

Find  safe  load,  P.    Given:  unit  stress,  fc'  effective  cross-sectional  area 
of  column,  A;  area  of  steel,  A^. 

*  Joint  Committee  limits  the  amount  of  vertical  steel  to  4%. 
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tural  members,  such  as  angles,  are  used  and  the  ratio  of  area  of  con- 
crete to  the  area  of  steel  does  not  exceed  6%,  the  formulas  given  for 
columns  with  vertical  bars  may  be  used.  It  is  advisable,  however,  to 
tie  the  angles  by  occasional  tie  plates,  or  lacing,  to  keep  them  in  place 
during  erection. 

In  building  construction,  it  is  sometimes  necessary,  to  reduce  the  size 
of  column,  to  use  structural  steel  coliunns  of  an  area  up  to  15  or  20^0 
of  the  concrete  area.  In  this  case,  the  column  must  be  considered  as 
a  structural  steel  column  strengthened  by  the  concrete.  The  best  struc- 
tural steel  shapes  to  be  used  are  shown  in  Fig.  142,  page  463.  When 
properly  laced,  the  strength  of  such  columns  may  be  considered  as  equal 
to  the  strength  of  the  structural  column,  computed  in  the  same  fashion 
as  for  structural  columns  not  imbedded  in  concrete,  plus  the  strength  of 
the  concrete  core, — that  is,  of  the  concrete  enclosed  by  the  steel,  which 
may  be  figured  on  the  basis  of  the  unit  stresses  recommended  for  the 
columns  with  vertical  steel  only. 

COLUMNS  UNDER  FLEXUBE 

Columns  subject  to  an  eccentric  load  require  special  formulas:  these 
are  given  in  Chapter  XX  on  pages  377  to  389. 

COLUMN  TABLES 

Table  18,  page  599,  gives  values  for/,  for  different  values  of  p  and  /^. 
Tables  19  to  21  give  safe  loads  for  columns  of  diflFerent  diameters,  with 
vertical  steel  and  with  spirals,  for  different  mixes  of  concrete.  For  col- 
umn details  see  Chapter  XXIII. 

COLUMN  EXAMPLES 

Example  i5:  What  size  of  square  column  reinforced  with  2  per  cent,  of  longitudi- 
nal bars  without  spirals  will  be  required  for  a  load  of  94  000  pounds? 

Solution:  By  column  (4),  page  573,  the  allowable  compression  on  2  000  pounds 
concrete  is  limited  to  450  pounds  per  square  inch.  For  this  allowable  stress,  using 
2%  of  longitudinal  reinforcement  and  a  ratio  of  moduli  of  elasticity  of  15,  the  area 
of  column  from  formula  (46),  page  562,  is 

.  _  94000 


450  (i  +  14  X  0.02) 


a  163  square  inches,  corresponding  to  12.8  inches  square.    Allowing  2  inches  for 
protective  covering  gives  14.8  inches,  or,  say,  15  inches  square. 
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Example  i6:  What  sectional  area  of  vertical  steel  will  be  required  for  a  round 
spiraled  column  limited  to  36  inches  diameter,  which  has  to  bear  i  000  000  pounds 
with  pressure  in  plain  concrete  limited  to  450  pounds  |>er  square  inch? 

Solution:  By  column  (4),  page  573,  in  a  column  reinforced  with  vertical  bars  and 
1%  of  spirals,  the  allowable  pressure  on  the  concrete  may  be  increased  55%  over 
that  on  plain  concrete,  hence /«  —  450  +  55%  =  700  pounds  per  square  inch.    Con- 

sidering  the  area  within  hooping  equal  to  — ^^-^  =  858  square  inches  as  effective, 

4 

the  unit  pressure  from  page  558,  will  be 

^      I  000  000 
^  "       858 

—  1 160  pounds  per  square  inch.  Assume  n  =  15,  then  by  transposing  formula  (46), 
page  562, 

_  1160/-  700 
^  "    14  X  700 

»  0.047,  and  area  of  steel  A,  »  858  X  0.047  =  4<^A  square  inches.  From  table  on 
page  574,  23  square  rods  1}  inches  thick  are  chosen. 

Example  1 7 :  What  should  be  the  area  of  a  column  10  feet  high  supporting  i  000  000 
pounds,  reinforced  with  3.5%  of  longitudinal  reinforcement  and  1%  of  hooping  for 
n  —  1$  and  an  allowable  compression  in  plain  concrete  limited  to  450  pounds? 

Solution:  Since  the  column  is  reinforced  with  longitudinal  and  hooping  reinforce- 
ment, the  unit  compression  on  concrete  may  be  taken  as  /c  =  450  +  55%  =  700 
pounds  per  square  inch  (colunm  (4),  page  573.)  Then  from  formula  (46),  page  562, 
the  column  area  is 

.       I  000  000       ,       .  , 

A  — ; — ; — r  =  ooo  square  mches, 

700  (i  +  14  X  0.035) 

requiring  a  35-inch  diameter  inside  the  spiral. 
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STEESSES 

All  masonry  is  subject  to  temperature  cracks,  but  when  they  are  dis- 
tributed in  the  many  joints  between  bricks  or  stones  they  do  not  show 
so  plainly  as  on  the  smooth  surface  of  concrete. 

Expansion  from  a  rise  in  temperature  rarely  causes  trouble  except  at 
angles  where  the  lengthening  of  the  surface  may  produce  a  buckUng  or  a 
sliding  of  one  portion  of  the  wall  past  the  end  of  the  other.  In  a  building, 
the  walls  and  floors  are  generally  so  well  bonded  together  and  free  to  move 
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as  a  unit,  that  no  provision  need  be  made  for  expansion.  In  a  structure 
like  a  square  reservoir,  the  effect  of  expansion  must  be  taken  into  account 
in  the  design  to  prevent  failure  at  the  comers. 

Contraction  is  often  more  serious,  although  cracks  are  by  no  means  neces- 
sarily dangerous.  To  prevent  cracking  due  to  the  shrinkage  of  the  concrete 
in  hardening  (see  p.  261)  or  to  the  lowering  of  the  temperature,  reinforce- 
ment should  be  inserted  or  joints  formed  to  localize  the  cracks.     (See  p. 

259) 
Reinforcement  properly  placed  distributes  the  contraction  stresses  so 

as  to  make  the  cracks  very  small,  practically  invisible,  but  it  does  not  prevent 

them  entirely. 

The  steel  must  be  sufficient  in  quantity,  and  should  be  of  small  diameter 
and  placed  as  close  as  practicable  to  the  surfaces  to  distribute  the  cracks 
and  thus  make  them  very  fine.  Deformed  bars,  that  is,  bars  with  irregular 
surfaces  which  provide  a  mechanical  bond  with  the  concrete,  are  more 
effective  than  smooth  bars,  and  steel  of  high  elastic  limit  also  is  advan- 
tageous. 

In  practice,  from  tV  of  1%  to  t%  of  1%  (a  ratio  of  0.002  to  0.004)  of 
steel,  based  on  the  cross-section  of  the  concrete,  is  commonly  used  as  tem- 
perature or  shrinkage  reinforcement. 

The  tensile  strength  of  concrete  is  so  low  that  a  small  change  in  tempera- 
ture will  crack  it.  For  example,  the  coefficient  of  expansion  of  concrete 
is  0.0000055  (^^  P*  ^i)  ^^^  the  modulus  of  elasticity  is  generally  assumed 
as  2  000  000;  therefore,  the  stress  (see  p.  400)  per  degree  Fahrenheit  is 
0.0000055  X  2  000  000  =  11  poimds  per  square  inch,  and  a  fall  in  tempera- 
ture of  ^ft^  «  27**  is  sufficient  to  crack  a  concrete  the  tensile  strength  of 
which  is  300  pounds  per  square  inch. 

It  is  evident,  and  it  has  been  proved  by  experience,  that  there  is  less 
cracking  in  concrete  laid  in  cold  than  in  warm  weather. 

Longitudinal  reinforcement  is  especially  necessary  in  conduits  which 
must  be  water-tight. 

Shrinkage  cracks  due  to  the  hardening  of  the  concrete  may  be  prevented 
by  keeping  the  concrete  wet.     (See  p.  261.) 

It  has  been  suggested  by  Mr.  Charles  M.  Mills  that  the  relation  between 
the  tensile  strength  of  the  concrete  and  the  bond  with  the  bars  is  an  impor- 
tant factor  in  governing  the  size  of  the  cracks,  and  the  following  analysb^ 
based  on  his  suggestions,  gives  a  means  of  estimating  the  size  and  dis- 
tance apart  of  the  cracks  so  as  to  form  a  basis  for  judgment  as  to  the  sizes 
and  percentages  of  steel  to  use. 

The  tensile  stress  in  the  steel  at  a  crack  tends  to  pull  out  the  bars  from 
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the  concrete,  and  referring  to  Fig.  172,  the  bond  stress  of  the  bar  in  the 
length  ab  must  equal  the  tensile  stress  in  the  whole  cross-section  of  the  con- 
crete at  h  caused  by  the  contraction  of  the  concrete. 

Let 

X  =  distance  apart  of  cracks. 

D  —  diameter  of  round  bar  or  side  of  square  bar. 

p  =  ratio  of  cross-section  of  steel  to  cross- section  of  concrete. ' 

Then,*  if,  as  is  sufficiently  accurate  for  practical  purposes,  the  strength 
of  concrete  in  tension  is  assumed  to  be  equal  to  the  bond  between  plain 
steel  bars  and  concrete,  the  distance  apart  of  cracks  is 

D 

jc  =  —  for  square  or  round  bars. 
2p 

The  distance  apart  is  inversely  proportional  to  the  imit  bond*,  so  that  a 
deformed  bar  having  twice  the  bond  strength  would  space  the  cracks 
one-half  as  far  apart  and  allow  them  to  be  only  one-half  as  wide. 


^ 


K- 


FiG.  172. — ^Reinforcement  for  Temperature  Stresses.      {See  p,  567.) 

It  is  evident  that  the  distance  apart  of  the  cracks  is  proportional  to  the 
diameter  of  the  reinforcing  bars,  and  inversely  proportional  to  the  psrcent- 
age  of  steel. 

From  this  formula  is  tabulated  the  estimated  percentage  of  reinforcement 
for  different  spacing  of  cracks  and  different  sizes  of  bars,  assuming  the 
bonding  strength  of  the  steel  to  the  concrete  to  equal  the  tensile  strength 
of  the  concrete. 


*  In  addition  to  above  notation,  let 
A^  •"  area  of  section  of  concrete. 
A^  »-  area  of  section  of  steeL 
0    «    peiimeter  of  steel  bar. 
fc  "  tensUe  stress  in  concrete. 

Then  Ac  fe  ~  J  "•*»  or  *  ■= 


u    —  unit  bond  between  plain  steel  and  concrete. 
fg  >•  unit  tensile  stress  in  steeL 
D  »  diameter  of  bar. 


»^/c 


II  o 


Kfc 


2  ile  ^9 

«,  *  =■ ,  and  since  P  "  "T" 

0  An 


zA,  A,       D  D 

' .    Also,  —  =  —  for  both  round  and  square  bars,  hence  *  «  i  — 

op  0  ^  p 
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Estimated  Percentage  of  Reinforcetnent  far  Different  Spacing  of  Cracks 

DISTANCB  APART  OF  CRACKS  WITfi 


PLAIN  BARS 

12' 

8' 

18* 
12* 

24' 

16' 

38' 
24' 

48' 
32* 

CO* 

* 

DEFORMED  BARS  * 

40* 

% 

% 

% 

% 

% 

% 

1^ 

1.04 

0.70 

0.52 

0-35 

0.26 

0.21 

»0 

1.56 

1.04 

0.78 

0.52 

0.39 

0-31 

Diameter  of  round  or  side  of 

i/r 

2.08 

1-39 

1.04 

0.69 

0.52 

0.41 

square  bar 

4' 

2.60 

1-74 

1.30 

0.87 

0.65 

0.52 

• 

»0 

3" 

2.08 

1.56 

1 .04. 

0.78 

0.  62 

TIf 

3-^5 

2.44 

1.82 

1.22 

0.91 

0-73 

4.17 

2.78 

2.08 

1-39 

1 .04 

0.83 

Note  :  To  express  the  steel  as  the  ratio  of  area  of  cross-section  of  steel  to 
cross-section  of  concrete,  divide  the  percentages  by  100;  thus  1.04  becomes 
p  "=  0.0104. 

♦  Assuming  the  bond  of  deformed  bars  to  be  50%  greater  than  plain. 

The  size  of  the  crack  is  governed  by  the  amount  of  shrinkage  and  for 
cracks  due  to  temperature  changes  may  be  estimated  as  the  product  of 
the  coefficient  of  contraction  (Q.0000055)  by  the  number  of  degrees  fall 
in  temf)erature  by  the  distance  between  cracks. 

Estimated  Width  of  Cracks  for  Different  Distances  Apart 


WIDTH  FOR  DIFFERENT  TEMPER- 
ATU  RE  CHANGES 

30*>  Fahr* 

5o«      «      

700      «      


DISTANCE  APART 


12' 


0.0020 
0.0033 
0.0046 


18- 


0.0030 
0,0050 
o . 0069 


24' 


0.0040 
o . 0066 
0.0092 


30' 


0.0059 
0.0099 
0.0139 


48' 


60* 


0.0079  0.0099 
0.0132  10.0165 
0.0185  'o  0232 


From  this,  if  it  can  be  determined  how  large  a  crack  will  be  allowable, 
the  corresponding  spacing  can  be  obtained. 

To  avoid  large  cracks  it  may  be  necessary  to  use  enough  steel  to  prevent 
its  passing  its  elastic  limit.  If  the  bars  are  continuous  for  such  a  length 
that  the  ends  are  practically  immovable,  as  in  a  long  retaining  wall,  a  drop 


♦  30*  corresponds  to  a  shrinkage  of  0.017%;    50*  to  0.028%;    70"  to  0.038%. 
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in  temperature,  tending  to  shorten  them,  pixxiuces  a  tensile  stress  which 
is  independent  of  the  distance  between  the  restrained  ends.  Assuming 
the  coefficient  of  expansion  of  steel  the  same  as  concrete  and  the  modulus 
of  elasticity  of  steel  as  30  000  000,  this  stress  is  30  000  000  X  0.0000055 
=^165  pounds  per  square  inch  per  degree  of  temperature,  or  for5o^Fahr. 
is  8250  pounds  per  square  inch.  This  is  well  within  the  elastic  limit  of  the 
steel  and  would  not,  of  itself,  cause  the  steel  to  take  a  permanent  set.  How- 
ever, since  the  concrete  surrounding  the  steel  will  be  continuous  except  at 
certain  cracks,  the  stretch  in  the  steel  may  be  unevenly  distributed  and 
largely  confined  to  the  immediate  vicinity  of  the  cracks.  If  cracks  occur 
while  steel  is  unstressed,  through  the  concrete  shrinking,  the  steel  tends  to 
resbt  the  shrinkage  by  tension  at  the  crack  and  compression  at  the  center  of 
the  block  of  concrete,  and  the  tensile  stress  will  be  equal  to  the  compressive 
and  each  equal  to  one-half  the  ten^  strength  of  the  concrete.  This  may  be 
expressed  by  the  following  formula,  using  the  foregoing  notation:^ 

Since  the  tensile  stress  in  the  concrete  is  liable  to  be  low  at  the  time 
shrinkage  cracks  are  formed,  it  may  be  assumed,  for  illustration,  as  200 
pounds  per  square  inch  malring 

100 

This  represents  the  stress  due  to  local  cracks  which  is  additional  to  tht 
temperature  stresses  above  described.    The  total  stress  is,  therefore,  for 

50°  change  of  temperature  8250  +  /i  or  8250  +  — .     If  the  elastic  limit 

P 
of  the  steel  is  40  000  pounds  per  square  inch,  and  we  must  keep  below  this 

100 
40  000  =  8250  H-   -—  and  p  =  0.0031 

For  steel,  the  elastic  limit  of  which  is  50  oco  pounds,  per  square  inch, 

100 
50  000  =  8250  +   — -  and  p  =  0.0024 

These  values  of  p  represent  the  lowest  theoretical  ratio  of  area  of  cro«' 
'lection  of  steel  to  area  of  cross-section  of  concrete  which  can  be  used  with- 
out the  steel  pasang  its  elastic  limit  at  certain  of  the  cracks  when  the  ends 
are  restrained  or  the  length  is  so  great  that  intermediate  parts  are  practi- 
cally restrained. 


♦  d-^ 


A  I 

^,K  or/',  -  ~fl  hence/;  -  ^/« 
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In  view  of  the  very  slight  stretch  leqmied  to  relieve  the  stress  in  the  bars 
when  the  elastic  limit  is  exceeded,  and  the  probability  of  its  distribution 
by  the  restraint  to  movement  by  the  mass,  it  is  not  always  essential  to 
consider  the  elastic  limit. 

8T8TS1K8  OF  RBIHFOBCEMEirT 

One  of  the  earliest  recorded  examples  of  the  application  of  reinforced 
concrete  is  a  boat  of  concrete  and  iron,  built  by  Mr.  L.  J.  Lamtxjt  in  France, 
and  shown  at  the  Paris  International  Exhibition  in  1855.^^  In  1861  Mr. 
Coignet  began  his  investigations,  and  in  1866  Mr.  Monier,  to  whom  the 
invention  of  reinforced  concrete  is  often  attributed,  applied  the  combination 
of  concrete  and  iron  to  various  structures,  and  laid  the  foundation  for  its 
future  widespread  applications. 

As  long  ago  as  1872,  Mr.  W.  E.  Ward,t  at  Port  Chester,  N.  Y.,  built  a 
house  entirely  of  concrete,  reinforced  with  iron  I-beams  and  round  rods. 

The  rapid  development  of  reinforced  concrete  has  resulted  in  the  intro- 
duction of  numerous  systems,  many  of  them  covered  by  patents,  for  arrang- 
ing the  metal  in  the  concrete,  or  for  special  forms  of  metal.  These  systems 
are  fuUy  described  in  the  various  French  works  on  reinforced  concrete.} 

A  few  of  the  sjrstems,  representing  both  the  arrangement  and  the  form 
of  the  metal,  are  described  below,  and  forms  of  metal  extensively  used  in 
the  United  States  are  illustrated  in  Fig.  173. 

Systems  of  ReinforcemefU 

Banna.    Metal  of  cruciform  cross-section. 

Beriini,  Girder  Frame.  Horizontal  tension  members  with  vertical  stir- 
rups shrunk  on  to  them. 

Chaudy  and  Degon.  Cross  rods  passing  under  bearing  rods,  but  looped 
up  between  them. 

Coignet.  Rotmd  bars  in  top  and  bottom  of  beam  connected  by  diagooal 
wire  lacing. 

Columbian.    Vertical  steel  plates  with  horizontal  ribs. 

Corrugated.     (See  Fig.  173,  page  571.) 

Coftacin.  Round  rods  interlaced  in  the  same  manner  as  in  wire 
netting. 

Cummings.  Bars  of  different  lengths  having  their  ends  bent  up  to 
an  incline  and  formed  into  a  loop  to  resist  internal  stresses. 

*  Christophe's  Beton  Ann^,  1902,  p.  i. 

f  Transacdoos  American  Society  Mechanical  Engineen,  Vol.  IV,  p.  38S. 
i  See  among  others  Christophers  Beton  Ann£,  1902,  pp.  10-71,  and  Morel's  Ciment  Ann<,  1902. 
pp.  88  to  152. 
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Cold  Twisted  Square  Bar 


Corrugated  Bars 


Kahn  Wing  Bars 


//r 

--// 

_  — 

*- 

w 

Havemeyer  Bars 


New  Rib  Bar 


Elrannes  Bar 


Henxngbone  Bar 


Monotype  Bar 


Fig.  173. — Types  of  Reinforcing  Steel,     {See  pp.  570  and  572.) 
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Diamond  Bar.  Bars  rolled  round  with  parallel  ribs  passing  along 
and  around  the  bar  forming  diamond-shaped  shoulders  on  its  surface. 

Donath.  Inverted  T-beams  or  I  beams  connected  by  horizontal  di- 
agonals of  light,  flat  metal  on  edge. 

Elcatmes.     (See  Fig.  173,  page  571.) 

Expanded  Metal.  Sheet  steel,  slit  and  expanded  to  form  a  diamond 
mesh. 

Ferroinclave.  Sheet  steel  with  inversely  tapered  corrugations  to  be 
covered  on  both  sides  with  concrete. 

Gabriel.  Deformed  tension  members  with  trussing  of  hard  drawn 
wire. 

Habrich  and  DUsing,     Flat  metal  twisted  hot. 

Havemeyer,     (See  Fig.  173,  page  571.) 

Hennebtque.  A  combination  of  alternate  straight  bars  and  bars  with 
ends  bent  up  at  an  angle,  with  vertical  U-bars,  or  stirrups,  of  fiat  iron 
passing  around  the  straight  bars  and  reaching  nearly  to  the  top  of  the 
beam. 

Herringbone,     (See  Fig.  173,  page  571.) 

Hoher,    Metal  in  form  of  I-beams. 

HyatU  Flat  plates  or  bars  set  on  edge  and  pierced  with  holes  through 
whidi  pass  small  round  rods  to  form  the  cross  reinforcements. 

Johnson,    Corrugated  bars. 

Kahn  Wing.  (See  Fig  173,  page  571.)  The  horizontal  flanges  are 
sheared  up  at  intervals  to  serve  as  dis^onal  reinforcement. 

Lock-Woven  Steel  Fabric.    Steel  wire  mesh,  locked  at  intersections. 

Lug  Bars.    (See  Fig.  173,  page  571.) 

Mdan.  Steel  ribs,  either  I-beam  or  4  angles  latticed,  imbedded  in 
the  concrete  of  the  arch. 

Monier.  Two  series  of  round  parallel  bars  at  right  angles  to  each 
other. 

Monotype.     (See  Fig.  173,  page  571.) 

Mushroom.  Flat  floor  slabs  supported  by  columns  with  enlarged 
heads. 

New  Rib.     (See  Fig.  173,  page  571.) 

Parmley.  Bars  with  bent  ends,  to  place  in  the  sides  of  a  conduit  or 
the  haunches  of  an  arch  to  resist  tension. 

RabitM.    Various  combinations  employing  galvanized  wire. 

Ransome.     Square  steel  rods  twisted  cold.     (See  Fig.  173,  p.  571.) 

Roebling.  Flat  steel  bars  set  on  edge,  clamped  to  supporting  beams, 
and  held  in  alignment  by  flat  bar  separators. 

Schiilter.    Like  Monier  System  except  rods  are  placed  diagonally. 

Triangle  Mesh.  Wire  mesh  reinforcement  with  transverse  metal 
placed  (Uagonally. 

Trussii.  Expiemded  metal  or  herringbone  lath  bent  to  V-shaped 
section. 

Visintini.    Beams  of  concrete,  cored  out  so  as  to  form  lattice  girders. 

Welded  Wire  Fabric.  Wire  mesh  reinforcement  with  wires  at  right 
angles  to  each  other  and  welded  at  intersections. 
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Working  Unit' Stresses 


Notatkm 

aad  No.  of 

fonnula. 

Allowable  Working 
StMMes. 

Kind  of  Stress* 

Peroeotage 
of 

CniAfalDC 

strength  at 
2«dAy»* 

For  3000 

lb. 

Concrete. 

Lb.  per 

sq.  inch. 

Kemarka. 

(X) 

(2) 

(3) 

(4) 

(5) 

Beftziiuc 

32. s 

650 

*'*'™"  ■■•o*  ••••••••• • 

Length  of  pier 

KxisiS  rjpniprpJBif^AP 

22.5 

450 

not  to  exceed 

4  diameters 

Vertical    steel   i 

[Length   not   to 

Columns  (as  de- 

to6%t  

fc  (41)  to 

22-5 

450 

\     exceed  15  di- 

scribed  on 

Vertical  steel     i 

(46) 

ameters 

pa«e  s6i) 

to  4%  and  spirals 

Length   not   to 

i<5^ 

fc  (41)  to 
(46) 

3S 

700 

exceed  10  di- 

\.    - '" 

♦*•» 

ameters  of 

core 

Orrtinary 

fe  (4a)  to 

32.5 

650 

Use    in    beam 

Cooqiression  in  1 
extreme  fiber  1 

In       continuous 
beams  adjacent 

(ao) 

%j     J 

formulas 

to  the  support. . 

fc  (4a)  to 

37-5 

750 

(ao) 

Sbmr  (pumrhinjr  e>t<>Ar'i 

6 

120 

Beams     without 

web  reinforce- 

Shear (as  meas- 
ure  of   diag- ' 

ment 

f(S«) 

2 

40 

"T" 

'Two-thirds      of 

anal  tension 

Beams  with  web 
reinforcement. . 

V{^2) 

6 

120 

this     stress 

must  be  pro- 

]      vided  for  with 

j     web     rein- 

1^    forcement 

«^ ,                   f  Plain  bars 

\  Deformed  bars.. . . 

«(36) 

4 

80 

«(36) 

Sto6 

100  to 

120 

Structural  fcrade. . 

fs  (4a)  to 

16  000 

lbs.  per 

Steel  in  tension  < 

First   class   high 

(25) 

sq. 

in. 

carbon  steel — 

fs  (4a)  to 

18  000 

lb.  per 

(25) 

sq. 

in. 

*  Stfcngths  at  28  days  and  other  ages,  and  for  different  aggregates  and  different 
givm  on  pp.  3x0  to  329. 

t  Joint  Committee  limits  the  amomit  of  vertical  steel  to  4%. 


consistencies  are 
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TABLE  z.    AREAS,  WEIGHTS  AND  CXRCUMFERENCES  OF  BARS. 


Areas  and  Weights  of  Square  and  Round  Rods  and  Circumferences  of  Round  Rod&. 

One  cubic  foot  weighs  490  lb. 


b 

•s 

•^ 

fcrcncr  of 
od  iniaihes- 

•s 

•s 

it 

•s 

H 

• 

-8 

•^ 

or  Diamet 
nchcs. 

1 
1 

C4   . 

eg 

^8 

h 

as 

•8-§ 

^1 

^8 

Thickneas 
inii 

Boi 

•siS 

-ccS 

9» 

9 

BO^ 

"SU« 

^^ 

< 

3^ 

U  0 
06 

■w  4) 

1 

< 

II 

r 

0 

2 

4.0000 

3.I416 

6.2832 

13.60 

10.68 

^ 

0.0039 

0.0031 

0.1963 

0.013 

0.010 

^ 

4.2539 

3.3410 

64795 

14.46 

11.36 

i 

0.0156 

0.0123 

0.3927 

0.053 

0.042 

i 

4.5156 

3.5466 

6.6759 

15-35 

12.06 

A 

0.0352 

0.0276 

0.5890 

O.II9 

0.094 

A 

4.7852 

3-7583 

6.8722 

16.27 

12.78 

1 

0.0625 

0.0491 

0.7854 

0.212 

0.167 

i 

5.0625 

3.9761 

7.0686 

17.22 

13.52 

0.0977 

0.0767 

0.9817 

0.333 

0.261 

A 

5.3477 

4.2000 

7.2649 

18.19 

14.28 

I 

0.1406 

O.I  104 

I.I78I 

0478 

0.375 

i 

5.6406 

44301 

7.4613 

19.18 

15.07 

0.1914 

0.1503 

1.3744 

0.651 

0.5 1 1 

5-9414 

4.6664 

7.6576 

20.20 

15.86 

i 

0.2500 

0.1963 

1.5708 

0.850 

0.667 

X 

6.2500 

4.9087 

7.8540 

21.25 

16.69 

<T 

0.3164 

0.2485 

1. 767 1 

1.076 

0.845 

6.5664 

5-1572 

8.0503 

22.33 

17.53 

1 

0.3906 

0.3068 

1-9635 

1.328 

1.043 

i 

6.8906 

5.4II9 

8.2467 

23-43 

1840 

a 

04727 

0.3712 

2.1598 

1.608 

X.262 

H 

7.2227 

5.6727 

84430 

24.56 

19.29 

i 

o.«;625 

0.4418 

2.3562 

I.9I3 

1.502 

i 

7.5625 

5.9396 

8.6394 

25-00 

20.20 

*^ 

0.6602 

0.5185 

2.5525 

2.245 

1.763 

i^ 

7.9102 

6.2126 

8.8357 

26.90 

21.12 

i 

0.7656 

0.6013 

2.7489 

2.603 

2.044 

i 

8.2656 

64918 

9.0321 

28.10 

22.07 

a 

0.8789 

0.6903 

2.9452 

2.989 

2.347 

a 

8.6289 

6.7771 

9.2284 

29-34 

23.04 

1 

1.0000 

0.7854 

3.I4I6 

3400 

2.670 

I 

9.0000 

7.0686 

94245 

30.60 

24.03 

♦ 

I. I 289 

0.8866 

3-3379 

3.838 

3.014 

9-3789 

7.3662 

9.621 1 

31-89 

25.04 

1 

1.2656 

0.9940 

3-5343 

4.303 

3.379 

i 

9.7656 

7.6699 

9.8175 

33 -«o 

26.08 

A 

1 4102 

I.IO75 

3-7306 

4.795 

3.766 

A 

10.160 

7.9798 

10.014 

34.55 

27.13 

A 

1-5625 

1.2272 

3.9270 

5.312 

4.173 

i 

10.563 

8.2958 

10.210 

35.92 

28.20 

1.7227 

1-3530 

4.1233 

5.857 

4.600 

♦ 

10.973 

8.6179 

10407 

37.31 

29.30 

i 

1.8906 

14849 

4-3197 

6428 

5.049 

1 

1 1. 391 

8.9462 

10.603 

38.73 

3042 

A 

2.0664 

1.6230 

4.5160 

7.026 

5.518 

A 

11.816 

9.2806 

10.799 

40.18 

31.56 

i 

2.2500 

I.767I 

4.7124 

7.650 

6.008 

i 

12.250 

9.62II 

10.996 

41.65 

32.71 

•ff 

24414 

I -91 75 

4.9087 

8.301 

6.520 

A 

12.691 

9.9678 

II. 192 

43-14 

33.90 

i 

2.6406 

2.0739 

5-1051 

8.978 

7.051 

t 

13.141 

10.321 

11.388 

44.68 

35.09 

a 

2^477 

2.2365 

5.3014 

9.682 

7.604 

a 

13-598 

10.680 

11.585 

46.24 

36.31 

i 

3.0625 

24053 

54978 

IO4I 

8.178 

i 

14.063 

11.045 

1 1. 781 

47.82 

37.56 

i^ 

3-2852 

2.5802 

5.6941 

11.17 

8.773 

14.535 

II416 

11.977 

4942 

38.81 

X 

3-5156 

2.7612 

5-8005 

".95 

9.388 

15.016 

1.1.793 

12.174 

51.05 

40.10 

a 

3-7539 

2.9483 

6.0868 

12.76. 

10.02 

« 

15.504 

12.177 

12.370 

52.71 

4140 

1 
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BEAM  AND  SLAB  TABLES 

Beam  Tables.  Tables  2,.  3,  and  4,  pages  576,  577  and  578,  give  the 
loading  and  reinforcement  for  beams,  based  on  i  inch  of  width  under 
diflFerent  conditions.  For  a  beam  10  inches  wide,  for  example,  both 
the  safe  load  per  linear  foot  and  the  steel  area  will  be  ten  times  the  values 
given  in  the  tables. 

The  tables  are  for  rectangular  beams  but  may  be  used  for  T-beams 
which  have  a  depth  3  or  4  times  the  thickness  of  slab  by  taking  the 
width  of  flange  as  the  breadth,  b. 

Table  2  is  for  a  simply  supported  beam  and  is  based  on  a  working 
compressive  stress  in  concrete  of  500  pounds  per  square  inch  and  in 
steel  of  14,000  pounds  per  square  inch — lower  values  than  are  custom- 
arily used  in  construction,  but  required  in  many  building  laws.  If 
the  compression  in  concrete  is  limited  to  500  pounds,  while  16,000  pounds 
is  permitted  in  the  steel,  use  the  same  loading  but  reduce  the  steel  in 
the  ratio  of  16  to  14. 

Tables  3  and  4  are  for  ordinary  design,  approved  by  the  authors  and 
corresponding  to  recommendations  of  the  Joint  Committee. 

Slab  Tables.  Table  5  is  for  slab  design  with  different  working  stresses 
in  the  steel  and  concrete.  Ordinarily,  the  series  at  the  top  of  the  second 
page  of  the  table  is  used. 

Table  6  is  more  convenient  for  review  of  beams  already  designed. 
It  is  computed  by  using  formulas  (8)  and  (10)  on  page  355,  and  select- 
ing the  lower  value  of  M,  The  most  economical  ratio  of  steel  for 
the  limiting  stresses  is  ^  =  0.0077.  For  ratios  lower  than  this  the  safe 
loads  are  governed  by  the  tensile  strength  of  the  steel,  while  for  larger 
ratios  they  are  limited  by  the  compressive  strength  of  the  concrete. 

Table  7  is  for  designing  fully  continuous  slabs. 
•Table  8  covers  cinder  concrete  slabs. 

Stimuli  Tables.  Tables  9  and  10  give,  respectively,  the  niunber  and 
spacing  of  stirrups  in  uniformly  loaded  beams. 

T-Beam  Tables.  Tables  11  to  13  are  for  designing  and  reviewing 
T-beams. 

Beams  with  Steel  at  Top  and  Bottom.  Table  14  and  Diagrams  i,  2, 
and  3  are  for  use  in  designing  and  reviewing  beams  with  tensile  and 
compressive  steel. 

Tables  ot  Constants.  Tables  15,  16,  and  17  are  useful  in  giving 
constants  in  convenient  shape  for  use  in  beam  and  slab  design. 

Column  Tables.  Tables  18  to  21  are  for  designing  and  reviewing 
columns. 

Bending  Moment  Diagrams.  Diagrams  4,  5,  and  6  give  bending 
moments  for  different  spans  and  loads. 
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For  safe  live  load  deduct  weight  of  slab,  column  (14) 
(See  important  footnotes.) 
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I53I 


72 
X03 

xz8 
z55 

943 
348 

474 

620 

78S 


67 
99 

139 
x6x 

3X1 
329 

474 
646 

845 
X070 


83 
124 

175 

903 
364 

413 
595 
810 

1060 
1342 


61 
lOI 

Z40 
XO3 
2X3 

332 

479 
051 

851 

1077 


76 

XX3 

x58 
183 
239 

374 
538 

732 
956 

X3XO 


8x 
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986 
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490 
630 


78 
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668 
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327 
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64? 

838 
X060 
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X72 
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528 

689 

873 


6x 

90 

137 

X48 
193 

30X 

434 
590 

774 
980 


76 
99 

X54 
332 
302 

397 
S02 


89 
103 

135 

3X0 
303 
4X3 

54X 

684 


III 

X39 

169 
364 

380 

5x7 

678 
859 


67 

94 
Z09 

142 

223 

320 
436 

570 
721 


75 

X06 
123 
x6o 

35o 
36  X 
49  X 

640 
8x0 


89 
X98 

x85 
357 

;>-8 


79 

92 

120 

187 
269 
366 


63 

89 
103 

135 

3x0 
303 
413 

538 
68  X 


X08 
z55 

3XX 
376 

349 


86 

XX9 

I7S 
353 

343 

447 
566^ 


93 
107 
140 

3x9 
3x6 
430 

56i 
7x0 


102 


159 
229 
312 

408 
516 
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87 

X14 

178 
356 
349 

458 
58o 


91 
X31 
X79 

93S 
997 


94 
147 

9X3 

988 

376 
475 


90 

xx8 

X84 
966 
361 

471 
596^ 


269 

352 

445 


100 
x56 

225 
306 

395 
5  GO 


80 

1x5 
i57 

903 
356 


79 

J94 
X79 

243 

320 
40S 


xoo 

z56 
934 
30  5 

403 
5o8| 


X09 

1S7 
9x4 

976 
349 


87 

137 
197 
968 

346 
438 


77 

Z20 
172 
234 

306 
388 


134 
193 
963 

344 
436 


99 

=  35 

^76 
333 


38 
45 

t; 

77 
90 

103 

xx6 

128 


32 

38 
45 

5x 
58 
64 

77 

90 

103 

xx6 

X38 


94 

1 35 
X84 

940 
304 


39 
38 


Sx 

58 
64 


77 

90 

X03 

116 
138 


32 
38 
45 

5i 

581 
64 

77 

90 

X03 

1x6 

X38 


XI7 

X69 
331 

309 

389 


39 

38 
45 

5i 
58 
64 

77 

90 

X03 

xx6 

X98 


Q 

(«) 

in. 


i 


I 


!oT5 

QQ 

sq.  in. 


0.Z62 
0.308 
0.254 

0.300 
0.323 
0.370 

0.462 
O.S54 
0.647 


11, 
A 

See  p. 
355 

(i»f) 

in.  lb. 


6S3«  I  ► 
9770 


739 
832 


o.  X83 
o.  935 
0.987 

0.339 
0.365 


13650 
X5830 
30680 

32310 
46530 
63330 

83730 
X04700 


0.4x8   93230 


4440 

7340 

X0900 

15330 
17790 


0.599 
0.696 
0.731 

0.835 
0.940 


0.071 
0.02  2 
O.  XX2 

O.X33 
O.X43 
0.X63 

0.904 
o.  945 
0.986 

0.326 
0.367 


36300 
52280 
7xz5o 

99940 

X  X  7600 


0.099 

O.  X27 

o.  x55 

o.  X83 

O.X97 
0.926 

0.989 

0.338 
0.395 

0.451 
o.SoS 


9970 
3760 
5580 

785o 

9110 

XX  900 

x86oo 
96780 
3645" 

47610 
60960 


3x00 
5130 
7610 

X0700 
xa420 
X6990 

95350 
365oo 
49680 

64900 
89x40 


O.X96 

o.  x69 
o.  X98 

0.934 
0.959 
0.988 

0.360 
0.432 
o.5o4 

0.576 
0.648 


3890 
6430 
9550 

X3430 
i558o 
90350 

3x800 
45790 
69330 

8x490 
X 03030 


Si 

< 

T. 
C 

Q 

sa 
as 
S9 


Ruitia.     X.     For  load  for  any  width  of  slab  multiply  by  width  in  feet. 

3.    For  area  of  cross-section  of  steel  for  any  width  of  slab  multiply  column  ( x8)  by  width  in 
feet. 

3.  Total  loads  for  other  spans  (0  and  same  depth  of  steel  are  inversely  proportional  to 

the  squares  of  the  spans. 

4.  Total  loads  for  other  depths  of  rteel  (d)  and  same  span  are  proportional  to  the  square* 

of  the  depths  of  steel. 


TABLE  6.    USB  FOR  REVIBWINO  DESIGNS.    IF  FULLY  CONTINUOUS 

ADD  20%  TO  LOADS. 

Safe  Loads  per  Square  Foot  and  Reinforcement  for  Slabs,    Proportions  1:2:^ 

(Seep,   S7s). 

10 
/^  .  or  <  8S0       n  —  15 
/,  -  or  <  16000 


S8i 


Based    on   Af  —    7;r  For  supported  ends,   I  Af  «  —  I ,  deduct  20%  from  loads 


For  fully  continuous.  (  M 


wP\ 
"  12  /• 


add  20%  to  loads 


wP\ 


For  square  slabs,        (  -^  ~  ofT  /  *  '°^'^^P''7  loads  by  2. 


0.008 


89800 
I 13700 


*  Peroentages  of  steel  are  values  in  this  column  multiplied  by  100. 

Compression  in  concrete  under  tabular  loads  with  the  different  percentages  of  steel: 

Ratio  of  steel o.ooa     0.004     0.006     0.008     c 

Compression  in  concrete,  lb.  i)er  sq.  in 370         5oo         610         6S0 

Roi««a.  I.  For  load  for  any  width  of  slab  multiply  by  width  in  feet. 

a.  For  area  of  cross-section  of  steel  for  any  width  of  slab  multiply  oolunm  (18)  by  width  ii 

3.  Total  loads  for  other  spans  (z )  and  same  depth  of  steel  are  inversely  proportional   t 

squares  of  the  spans. 

4.  Total  loads  for  other  deptlis  of  steel  (d)  and  same  span  are  proportional  to  the  squares 

depths  of  9teel. 
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TABLE  8.    CINDER   CONCRETE  SLABS 

A  ratio  of  elasticity  of  «  =  35  is  used  in  the  table  below,  although  it  is 
permissible  to  design  with  a  ratio  of  15  in  very  conservative  practice. 

The  loads  for  slabs  with  a  ratio  of  steel  of  0.002  are  limited  by  the  work- 
ing strength  of  the  steel,  and  the  values  with  the  higher  ratios  by  the  work- 
ing strength  of  the  cinder  concrete. 

It  is  noticeable  that  less  steel  can  be  used  economically  for  a  given  thick- 
ness of  slab  than  with  broken  stone  or  gravel  concrete,  because  the  strength 
of  the  slab  is  more  apt  to  be  limited  by  the  strength  of  the  cinder  concrete 
than  by  the  strength  of  the  steel. 

SaU  Loading  and  Reinforcement  for  CINDER  CONCRETE  SLABS  One  Foot  in  Width. 

Proportione  1  :  2^  :  5.     MUd  Steel,     (See  p.    584). 


Based    on  Af   =  H?,  /^    -  or  <  225,    /« 


or <  14 000,    n-35 


1- 

^ 

Total  safe  load  (w^)  per  square  foot  including 

• 

o4' 

si 

0 

weight  of  slab. 

i 

Xi4 

• 

1 

to 

'B^ 

1!  ■ 

il 

a  ** 

a 

For  safe  live  load  deduct  weight  of  slab  in 
column  (12). 

1 

n 

Steel  area  in  a  sec 
of  slab  one  foot  -w 

,fe  mom< 
'  resistai: 

3" 

(See  important  foot-notes.) 

Weight  of  sla 
square  f  00 

s 

1 

(d) 

0 

2 

rB 
0, 

& 

(e) 

r 

Span  in  Feet  (2) 
4             56789 

zo 

(See  R 
355J 

i^R) 

in. 

lb. 

in. 

in. 

sq.  in. 

in.  lb. 

«         « 

' 

(10) 

(II) 

(X2) 

(13) 

(14) 

ai 

48 

3X 

a4 

l\ 
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3, 
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3V 

J 

o.x56 

5030 

0.004  ' 

4i 

303 

194 

'^5 

99 

76 

60 

48 

43 

3^ 

I 

0.X68 

5830 

5 

396 

a53 

X76 

xa9 

99 

78 

63 

48 

4 

I 

0.  X93 

7600 

6 

6x9 

396 

a75 

aoa 

i5S 

Z3a 

99 

58 

5 

I 

0.340 

XX  880 

7 

89  X 

570' 

396 

391 

333 

176 

U3 

68 

6 

I 

o.a88 

X7XXO 

U 

xax3 

776 

539 

396 

303 

340 

194 

77 

7 

I 

0.336 

33390 

f  ai 

86 

55 

38 

38 

34 

I' 

i 

0.  X36 

1640 

3 

X41 

90 

63 

46 

35 

39 

a 

1  1 

0. 163 

3710 

3h 

axx 

135 

94 

69 

53 

4a 

34 

34 

a: 

0.X98 

4o5o 

4 

a95 

189 

131 

96 

74 

58 

47 

39 

l\ 

i 

0.334 

566o 

0-006 

4h 

34a 

a  19 

x5a 

XX3 

85 

68 

55 

43 

X 

0.353 

657© 

5 

447 

a86 

X99 

Z46 

XZ3 

88 

73 

48 

4 

z 

0.388 

858o 

6 

698 

447 

3x0 

938 

175 

138 

1X3 

58 

5 

X 

0.360 

13400 

7 
.  8 

xooS 

643 

447 

3a8 

35l 

199 

x6x 

68 

6 

X 

0.43a 

X930O 

1368 

876 

608 

447 

34a 

370 

3X9 

77 

7 

X 

o.5o4 

36370 

f  Percentages  of  steel  are  values  in  this  column  multiplied  by  100. 

Rules,  i.  For  load  for  any  width  of  slab  multiply  by  width  in  feet. 

2.  For  area  of  cross-section  of  steel  for  any  width  of  slab  multiply 

column  (13)  by  width  in  feet. 

3.  Total  loads  for  other  spans  (e)  and  same  depth  of  steel  are  inversely 

proportional  to  the  squares  of  the  spans. 

4.  Total  loads  for  other  depths  of  steel  (d)  and  same  span  are  propor- 

tional to  the  squares  of  the  depths  of  steel. 
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Tmble  9.    KUMBBR  OF  tT-STIRRTTPS  IN  UNIPORULY  tX)ADED  BEAM 

Number  of  stirrups  per  beam  is  iJV,  — C^W. 
3Nf  —  Dumber  of  ittmipi  per  entire  beun. 
b      —  bnadlhof  beam  in  inchu  (in  T-beun.  breadth  ofileni). 
t'      -  allowable  ibeuing  unit  itreu  (or  diagonal  lenaion)  in  concrete  iloue  in  lb.  per  m.  In. 

NtU:  T«bk  i>  baaed  on  general  fotmula  i.Vj  -  — ^~~:~    "  "  "hil*  •*'«>  /,  ■-  16  ooo  lb.  pet  tn- 

in.  hi>  been  aaxptid  u  ■  unit  atiw  iteel  and  A,  the  comeponding  uis  a(  two  leg>  of  the  1/  ttimip. 

faiues  of  Constant  C^  for  Finding  Number  of  Stirrups  in  Beam. 


^s? 

t-<n.  r«uiid 

A-in.  round 
Vl  stirrup. 
Aj  -  .30 

'iyzf. 

0  07« 
0.130 

0:156 

o:=sj 

0 110 

.•-... 

«o 

t'-40 

60 

.■.„|       6. 

.'-40 

60 

9^ 
140 

O^MO 

°:S 

0.083 

0.06^ 

O.OSj 

o.oS; 

O.OOJ 

0.006 

i 

0.O84 

0:061 

o.oja 

O.OIJ 
OOJ6 

0.041 

: 

OJi 

ii 

0.008 

Table  10.    SPACING  OF  STIRRUPS  IN  BEAMS  WITH  UNIFORHLT 
DISTSIBnTED  LOADING 

Spacing  iii  inciies,  s=Cil 


Values  of  Canslaiil  Cl  far  Finding  Spacing  of  Stirrup!. 


_      :--_____      L  ___j-__:_ 

"s 

to,  sUi 

6U1  jtbjsih 

Slh 

lolb    IM   ind|3rd   4lli 

Sth    6lh 

7lh 

8A 

gtb  loth 

t'.P.r'.'X'.'' •.•.•.'• 

9 
.0 

•■ .  ,  i"f  ■rSF^'"-'' 

fcS^,..;;S::;^:sp;S 

:;Se:;fS?!:i 

=,47lo,s6 

4lh|Sth 

i 

?-> 

«hl,th8th 

1 
J 

9th 
0-S4 

.o(hJ,stjii.d|3rd   4lh 

«1» 

■J,: 

}th 

gth 

0th  [roth 

fP 

.540.6410,83 

•li;S-„. 

If  larger  numlier  of  stirrups  are  used  divide  tlie  number  by  2,  find  the  spacing 
for  this  mimber  from  the  table,  and  place  intermediate  stirrups  Ijetween. 
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S3 


3S 


a 

P9       ^ 


00 

i 


1 

i 


^i^j 


I 
I 


0* 

1 

Ratio  of  Thickness  of  Flange  to  Depth  of  Beam  -^ 

m 

m:i 

;s 

•• 

• 

COCO«  M 

•OiO 

S:? 

m 

00  H«  to 
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toCi 

«o«o 
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00 

• 

^% 

^0•0  w>«« 
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yo 
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7% 
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^ 
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a^sft 

• 

«*M0  "♦m 

s;9 

1 

0  tooe  w» 

^«OC«  c« 

5 

•^ss? 

•*> 

• 

M   0k«O 

•^ 

00   M   t^^ 
CO<0«t   CI 

^ti 

MOO  c«ao 
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• 

*«.5«OtO 

MO  M  0 
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^'W 

tOto«  <« 

s?^ 
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«0 

• 

^0  t^^O  n 

0  V)  M  Ok 
cOC«  (i  K 

!^^ 

v>o«  to 
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>?S>'^ 
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0 

• 

\0  ^«<0«O 

Ok-*M   0> 
(1    M   <«   M 

^S^ 

?«  M  <1 

««0k:* 

0  ■»* 

0  toOkio 

*eo««  cc 

• 

«oo  «5*0 

00   ^MOO 

CI  «  n  M 

t^  10^(0 

«OO0  *w 
«0  «  c«  c« 

Co  M   *^  C« 

000  <♦•♦ 

OO  r<00  ^ 
•0  (O  c«  Vl 

CI 

• 

lOmM   M    Ok 

00  10^  ton 

t>.»OO00 

C<   «   C«  M 

0  '^fOW 

M   (>«tOM 

'si%^% 

fo  toc«  m 

0 

M 

• 

Oktn  OtMoo 

t«.v»ro««J  w 

0  c«  0  ro 

tl   C«   ««   M 

•Sk^JrSsa 

HO   (OO 

toct  n  c« 

0  «n  10  to  Ok 

C<  (0  10  ^  «0 

H 

»«0»0  to 
«0  CO  c*  c« 

00 

• 

^000  OoO 

v)e«  o«r« 

«    C«    M    M 

0  v>C«  Cl 
«o  ei  CI  M 

Ok  0    «    M    to 

0  ColO'^'fO 

M 

fOC«  M  c« 

M 

• 

0«QO  0>t<. 

U>M    Ok«^ 
C«   M   M   M 

00  «0  <?fO«0 

.«!   «   C<   M 

00  OOkO 
00  ▼wto 

•000  v>cc 
co«  C«  «« 

• 

«^;?8'8 

''fMOOO 

m  «  M  H 

25^1:58 

00  t  •-  Ok 
c«  c<  m  M 

«  toiooo  v» 
OkO  *to»o 

M  »o^M 
COM   ««   C« 

M 

■ 

0   <$«0M  M 

«0O00vO 

C«   M   M   H 

«OM  Okciet 

0>f0  000 
C«   ««   M   H 

S  w»"<"^*0 

MO    tOM 
CO  M   ««  C« 

0 

M 

• 

0»C«  Wt-Vi 

»0  0  f'.'O 

C«   M   M   M 

>8'5'?>:y8 

0  toooo 

C<   ««   C«   M 

00  covtc* 
00  w>^«Oto 

%^7S 

0 

Ooo>o  ■♦ 

««    H    M    M 

s?§.?>sra 

•0  OoOO 
ei  C<  H  H 

Q  *20  oeo 
0  ^toiom 

'8»8'2 

Unit. 
Stress  in 
Concrete 

USUI 

M 

%%m 

000  z 

006 

IIUI 

M 

' 

i 

• 

a 

i 

M 

8 

00 

M 

TABLE  12.    T-BEAM  TABLE.  ^gy 

Values  of  Ratio  of  Moment  Arm  to  Depth  of  Beam,  j,  for  DijfererU  Values  of  j  and  C^. 

Bated  on  n^is  and  ForrauU  (x6ft)  p.  357. 


Values  of  /. 

1 

d 

Values 

of  C^  from  Table  xx. 

so 

30 

40 

50 

60 

70 

80 

90 

xoo 

IXO 

xao 

130 

o.xo 
o.xa 
O.X4 
o.x6 
o.x8 

o.ao 
o.aa 

o.a6 
0.28 

0.30 
0.3a 

0.36 

0.95* 
0.943 

0.934 
0.9*5 
0.9x7 

0.909 

0.878 
0.870 

0.863 
0.857 

0.85X 

0.95* 
0.944 
0.936 

0.927 
0.919 

0.9IX 

0.903 
0.897 
0.890 

0.883 

0.876 
0.870 

0.865 
0.860 

0.953 
0.945 
0.937 

o.9a8 
o.9ax 

0.914 
o.go6 

0.88a 

0.877 
0.872 
0.869 

0.9S3 
0.04s 
0.938 
0.930 
0.923 

0.916 
0.909 
0.904 
0.899 
0.893 

0.888 
0.883 
0.880 
0.878 

0.954 
0.946 
0.93Q 
0.93* 
0.9*5 

0.919 
0.91a 
0.908 

tu 

0.894 
0.890 
0.888 
0.886 

0.955 
0.947 
0.940 

0.933 
0.927 

0.921 

o.9"S 
0.9x1 

0.907 
0.903 

0.899 

0.896 
0.895 

0.955 
0.948 

0.941 
0.935 
0.929 

0.924 
0.918 

0.915 
0.91Z 
0.908 

0.905 
0.904 
0.903 
0.904 

0.956 
0.949 

0.943 
0.936 

0.931 

0.926 
0.921 

0.910 
0.916 

0.913 

0.9XX 
0.9x1 
0.9x1 
0.9x3 

0.956 
0.950 

0.944 
0.938 
0.933 

0.928 

0.934 

0.922 
0.920 
0.9x8 

0.9x7 
0.917 
0.919 

0.922 

0.957 
0.950 

0.94s 
0.939 
0.935 

0.931 
0.927 
0.936 

0.924 
0.9*3 

0.9*3 
0.9*4 
0.927 
0.930 

0.958 

0.951 
0.946 
0.941 
0.937 

0.933 
0.930 
0.929 
0.929 
0.928 

0.9*9 
0.931 
0.934 
0.939 

0.958 
0.95a 
0.947 
0.94a 
0.939 

0.936 
0.933 
0.933 
0.933 
0.933 

0.935 
0.938 
0.94a 
0.948 

Use  Tftbles  11  and  12  to  determine  mitiimitm  depth  of  T-Beam.    Minimum 
depth  of  T-beam  as  determined  by  compression,  is  min.  d  »  -ir-r:  where  if,  fs,  b, 

jfsOt 

and  /  are  known,  and  Cd  andj  are  constants  from  Tables  ii  and  i3. 
The  value  of  Cd  is  taken  from  Table  ii,  corresponding  to  the  working  stresses  /« 

and  fc,  and  to  an  assumed  ratio  of  depth  of  slab  to  depth  of  beam,  value  -3.*     The 

a 

value  of  J  should  be  taken  from  Table  12,  corresponding  to  the  assumed  value  -=  and 

the  value  of  Ci  from  Table  11.    After  determining  min.  d  compare  actual  d  with 

assumed  d.    If  the  difference  is  large,  repeat  computation  with  a  new  value  of  -j . 

a 

Example.    Find  minimum  depth  of  T-beam  for  compression  when  M  —  1  500  000 

inch  pounds,  fc  »  650,  fs  ^b  16  000,  fi  »  15,  /  —  4  inches,  and  6  =  58  inches. 

Solution.    Assume  3  »  0.24  (This  value  may  correspond  to  minimum  depth  re- 

a 

t 
quired  for  shear.)    From  Table  11,  lot  fs  »  16  000,  fc  »  650,  and -:  »  0.24,  we  find 

Cd  »  36.     From  Table  12  for  ^  —  0.24  and  Cd  —  36,  we  find  by  interpolation 
j  »  0.899,  therefore 


min.  d 


I  500  000  X  3^ 


16.2  inches 


0.899  X  16  000  X  58  X  4 

A  smaller  value  of  d  would  give  compressive  stivsses  exceeding  fc  **  650.  A  larger 
depth  may  be  more  economical. 

Example  for  Table  13.  Rule  for  use  of  Table  13:  Find  i^,  use  ifc  to  determine  j 
and  thus  fs  in  Formula  (20),  page  491.    Use  k  also  to  find  Ct  and  hence  /«. 

Exam^.  Given  if  »  i  900  000  inch  pounds  resisted  by  a  T-beam  with  the 
following  dimensions:  6  »  58  inches,  t  <*  4  inches,  d  ™  22  inches.  As  "  6.2  square 
indies.    Find  stresses  fc  and  fs,  assuming  »  «  15. 

Solution.    Compute  the  ratios  ~  =-  ^^^S^  =  0.4  and  ^  -  -^  »  0.18.    Find 
^  6/         58X4  »      22 

in  Table  13,  corresponding  to  the  above  ratios,  k  -  0.35.  With  this  value  of  k  and 
2  *»  o.z8,  find  from  the  lower  part  of  the  table  j  »  0.930,  and,  by  inteipolation, 

Cr  ■«  0.036.    Stresses  in  steel  therefore  /, iQooooo        «  j^  joo  pounds  per 

''  •'        0.920  X  23* X  6.2 

iquare  inch,  and  fc  ^  Crfs  '^  0.036  X  15  200  —  547  pounds  per  square  inch. 

*T1m  r^T^'ir—  value  of  d,  dttenninod  hy  ihmr,  may  be  taken  in  computing  the  amumed  ratio  -j' 
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TABLE  13.    USE  FOR  REVIEW  OF  T-BEAMS;  MOMENT  ARM  AND  STRESSES 

Values  ofkj,  and  Ct*  for  Different  Values  of  Jt^l^iSee  pages  356  and  357.) 

ht 


"X 


-T" 


Ratio 
nAg 

IT 


0.1 
0.3 
0.3 

0.4 
0.45 

o-s 

o.SS 

06 

0.65 

0.7 

o.Tjr 

0.8 


Values 
of 
k 


0.3Z 
0.33 
0.23 
0.34 


O. 
O. 
O. 
O. 


25 
36 

27 
38 


0.39 
0.30 
0.31 
0.32 

0.33 
0.34 

0.3S 
0.36 

0.37 
0.38 
0.40 
0.43 

0.44 
3.48 
3.52 


IS 

13 
XO 


Values  of  k.    Use  to  findi  and  Cj-  below. 


Ratios  of  Thickness  of  Flange  to  Depth  of  Beam,  -r 

a 


o.xo 

O.X3 

O.X4 

o.x6 

0.18 

0.30 

0.33 

0.34 

0.36 

0.28 

0.30 

0.X36 
0.308 
0.369 

0.14s 
0.3X7 

0.377 

O.X54 
0.235 

0.385 

0.164 

0.333 
0.393 

0.343 
0.300 

0.350 
0.308 

0.358 
0.31S 

0.367 
0.333 

0.37s 
0.331 

0.383 
0.338 

0.346 

0.33X 

0.34s 
0.367 

0.329 
0.352 
0.373 

0.336 

0.359 
0.380 

0.343 
0.365 
0.387 

0.350 
0.373 

0.393 

0.3S7 
0.379 
0.400 

0.364 
0.386 

0.407 

0.371 
0.393 
0.413 

0.379 
0.400 
0.430 

0.386 
0.407 
0.427 

0.393 
0.414 
0.433 

0.387 

0.406 
0.424 

0.393 
0.4X2 

0.430 

0.400 
0.419 
0.436 

0.406 

0.42s 
0;442 

0.413 
0.431 
0.448 

0.419 
0.437 
0.4S5 

0.436 

0.444 
0.461 

0.432 
0.450 
0.467 

0.439 
0.456 

0.473 

0.44s 
0.463 

0.479 

0.452 
0.469 
0.48s 

0.441 

0.4S7 
0.473 

0.447 
0.463 
0.478 

0.4S3 
0.469 

0.483 

0.4S9 
0.474 
0.489 

0.46s 
0.480 
0.494 

0.471 
0.486 
0.500 

0.476 

0.491 
0.506 

0.483 
0.497 
0.5XX 

0.488 
0.503 
0.5x7 

0.494 
0.509 
0.533 

0.500 

0.514 
0.538 

M 


Values  of  j.    Use  to  find/,  in  Formula/,  =■  -. — - 

*  A  ja 


Ratios  of  Thickness  of  Flange  to  Depth  of  Beam, 


Values  of  Cj,  in  Fonnnla  /^  -  Cj,f  * 


Values  of  k 


0.33 

0.34 

0.36 

0.38 

0.30 

0.33 

0.34 

0.36 

0.38 

0.40 

0.019 
0.034 
0.038 

0.03X 
0.036 
0.033 

0.033 
0.039 
0.035 

0.036 
0.033 
0.039 

0.039 
0.036 
0.043 

O.O3X 
0.039 
0.047 

0.034 
0.043 
0.053 

0.038 
0.047 
0.056 

O.O4X 
0.051 

o.o6x 

"0.044 
o.oss 
0.067 

•/g  ■■  ^r/,  »  another  form  of  Formula  (19)  page  357. 


0.3a 


0.3S4 

0.400 
0.43X 
0.440 


o 
o 
o 


4S8 
47S 
491 


0.506 
0.520 
O.S33 


o.xo 

/ 

O.X3 

O.X4 

0.16 

o.x8 

0.30 

0.33 

0.34 

0.26 

0.38 

0.30 

0.9SS 
0.9SS 
0.9SS 
0.954 

0.948 
0.948 
0.947 
0.947 

0.940 
0.940 

0.939 
0.938 

0.937 
0.935 

0.934 
0.933 

0.933 

0.931 
0.939 
0.938 

0.930 
0.927 
0.92s 
0.923 

0.924 
O.93X 

( 

0.9S4 
0.954 
0.954 
0.9S4 

0.946 
0.946 
0.946 
0.946 

0.938 
0.937 
0.937 
0.936 

0.933 
0.933 

0.931 
0.931 

0.937 
0.926 
0.92s 
0.924 

0.932 
0.930 
0.919 
0.918 

0.919 
0.9X7 
0.916 
0.914 

0.9X7 
0.9X4 
0.9x3 
0.910 

0.913 

0.909 
0.906 

0.907 

0.9S3 
0.953 
0.9S3 
0.953 

0.94S 
0.945 
0.945 
0.94s 

0.936 
0.936 
0.93s 
0.935 

0.930 
0.930 
0.939 
0.939 

0.924 
0.923 
0.933 
0.922 

0.917 
0.916 

O.9IS 
O.9IS 

0.913 
0.912 
O.9IX 
0.9x0 

0.908 

0.907 

0.90s 
0.904 

0.904 
0.902 
0.900 
0.898 

0.904 
0.901 

0.899 
0.896 

0.900 
0.897 
0.894 

0.9S3 
0.9S3 
0.9S3 
0.9S3 

0.94s 
0.944 
0.944 
0.944 

0.93s 
0.93s 
0.934 
0.934 

0.939 
0.938 
0.928 
0.938 

0.92X 
0.921 
0.920 
0.930 

0.9X4 
0.913 
0.913 
0.913 

0.909 
O.9O8 
0.907 
0.907 

0.903 
0.903 
0.901 
0.900 

0.897 
0.896 

0.894 
0.893 

0.89s 
0.893 
O.89X 
0.890 

0.893 
0.890 
0.888 
0.886 

0.9S3 
0.953 
0.952 
0.952 

0.944 
0.94* 
0.944 
0.943 

0.934 
0.934 
0.933 
0.933 

0.937 
0.927 

0.927 
0.936 

0.920 
•0.919 

0.919 
0.918 

0.913 
O.9IX 
O.9XX 
0.9X0 

0.906 
0.90s 
0.904 
0.903 

0.899 
0.899 
0.897 
0.897 

0.892 
O.89X 
0.890 
0.889 

0.889 
0.887 
0.885 
0.883 

0.884 
0.883 
0.880 
0.880 

0.952 
0.952 

0.9SI 

0.943 
0.943 
0.943 

0.932 
0.932 
0.931 

0.926 
0.925 
0.92s 

0.918 

0.917 
0.9x6 

0.910 

0.909 
0.909 

0.903 
0.903 
O.9OX 

0.896 
0.896 
0.895 

0.888 
0.887 
0.886 

0.881 
0.879 
0.877 

lilt 

0.870 

0.33 


0.893 


k.890 

».887 


o. 
o. 

0.885 
0.883 


0.880 
0.879 
0.875 
0.873 

0.870 
0.868 
0.866 


0.43 


0.048 
0.060 
o  073 


TABLE  14.    USE  FOR  DESIGN  OF  BEAMS  WITH 
COMPRESSION  STEEL. 

Values  of  Ratio  of  Compression  Steel  p' for  Different  Values  of  a,  /r,  fc,  and  Pi. 
f  Based  on  Formula  (21)  p.  492. 
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1 

Pi 

Ration  of  Compression  Steel,  p 

f 

/,       /. 

Ratios  of  Depth  of  Compression  to  Tension  Steel,  a 

0.03 

ao4 

0.06 

0.08 

o.zo 

O.X3 

0.14 

0.16 

o.z8 

0.30 

0.22 

0.34 

x6  000 

500 

(»-i5) 

0.006 
0.008 

O.OIO 

0.012 

0.002 
0.007 

O.OIZ 

0.0x6 

0.002 
0.007 
0.0x2 
0.017 

0.003 
0.008 
0.013 
0.0x8 

0.003 
0.009 
0.OZ4 
0.020 

0.003 
0.009 
0.0x6 

0.033 

0.003 
0.0x0 
0.0X7 
0.024 

0.004 
O.OXI 

0.019 
0.027 

0.004 
0.013 
0.03I 
0.030 

0.005 
o.ois 
0.025 
0.034 

0.006 
0.017 
0.029 
0.040 

0.007 
0.03I 

0.034 
0.048 

0.009 
0.036 

0.043 
0.060 

0.0x4 
0.0x6 
0.018 

0.030 

0.021 
0.02s 
0.030 
0.034 

0.022 
0.027 
0.032 
0.037 

0.024 
0.029 

0.034 
0.039 

0.026 
0.03X 
0.037 
0.043 

0.038 

0.034 
0.040 

0.047 

0.031 
0.038 
0.045 
0.051 

0.034 
0.042 
0.050 
0.057 

0.039 
0.047 
0.056 
0.064 

0.044 
0.054 
0 .  064 
0.074 

0.052 
0.063 

0.074 
0.086 

0.062 
0.076 
0.089 
0.103 

0.078 
0.095 

O.II3 
O.X39 

o.oaa 
0.024 
0.026 
0.028 
0.030 

0.039 
0.04,^ 
0.048 
0.052 
O.OS7 

0.042 
0.046 
0.051 
0.056 
o.o6x 

0.045 
0.050 

0.055 

0.061 

0.066 

0.048 

0.054 
0.060 
0.066 
0.07Z 

0.053 
0.059 
0.065 
0.073 
0.078 

0.058 
0.065 
0.073 
0.079 
0.086 

0.065 

0.072 
0.080 

0.088 
0.095 

0.073 

o.oSi 
0.090 

0.099 
0.107 

0.083 
0.093 
0.103 
0.113 
0.133 

0.097 
0.109 
0.I30 
0.132 
0.143 

O.II7 
O.I3I 

0.145 
0.158 
O.X72 

0.147 
0.164 
o.x8i 

0.198 
0.316 

16  000. 

600 

0.008 
0.0x0 
0.0x2 
0.0x4 

0.003 
0.006 
0.0x0 
0.0x4 

0.003 
0.007 

O.OXI 

0.0x5 

0.003 
0.007 

O.OXI 

0.0x6 

0.003 

o.ooS 

O.OX3 
0.0x7 

0.003 
0.008 
0.013 

o.oxS 

0.004 
0.009 
0.014 
0.030 

0.004 

O.OIO 

0.016 

0.033 

0.004 

O.OII 

0.017 
0.034 

0.005 
0.012 

O.OIO 

0.026 

O.OOS 
0.013 

0.033 
0.030 

0.006 

O.OIS 
0.035 
0.034 

0.007 
0.018 
0.039 
0.040 

0.0x6 
0.0x8 
0.020 
0.022 

0.0x8 
0.022 
0.025 
0.029 

0.0x9 
0.023 
0.027 
0.031 

0.020 
0.024 
0.029 

0.033 

0.033 
0.026 
0.031 
0.035 

0.033 
0.038 
0.033 
0.038 

0.035 
0.031 
0.036 
0.041 

0.037 

0.033 
0.039 
0.045 

0.030 
0.037 
0.043 
0.050 

0.034 

0.041 
0.048 
0.055 

0.038 
0.046 

0.054 
0.063 

0.043 
0.052 
0.062 
0.071 

0.051 
0.063 
0.073 
0.083 

0.024 
0.0.76 
0.028 
0.030 

0.033 
0.037 
0.040 

0.044 

0.035 
0.039 
0.043 
0.047 

0.037 
0.042 
0.046 
0.050 

0.040 

0.045 
0.049 
0.054 

0.043 
0.048 
0.053 
0.058 

0.047 
0.053 

O.OS7 
0.063 

O.O5Z 
0.057 
0.063 
0.069 

0.056 
0.063 
0.069 
0.076 

0.062 
0.070 

0.077 
0.084 

0.070 
0.078 
0.087 
0.095 

0.081 
0.090 
0.099 
0.108 

0.094 

o.ios 
0.II6 
0.137 

16  000 

650 
(«-X5) 

0.008 
0.0x0 
0.0x2 
0.0x4 

o.oox 
0.004 
0.008 

O.OXI 

o.oox 
0.004 
0.008 

O.OX3 

o.oox 
0.005 
0.008 
0.0x2 

O.OOI 

0.005 
0.009 
0.0x3 

O.OOI 
O.OOS 
O.OIO 

0.014 

O.OOI 

0.006 

O.OIO 

0.015 

O.OOI 

0.006 

O.OII 

0.0x7 

O.OOI 

0.007 
0.012 
0.018 

O.OOI 

0.007 

0.014 

O.O30 

O.OOI 

0.008 
0.015 

0.033 

O.OOI 

0.009 
0.017 

0.03S 

O.OOI 
O.OIO 

0.019 

0.038 

0.0x6 
0.018 
0.020 

0.032 

0.014 
0.018 

0.02X 

0.025 

0.0X5 
0.019 
0.023 
0.026 

0.016 
0.020 
0.034 
0.028 

0.0x7 
0.022 
0.026 
0.030 

0.0x9 
0.033 
0.028 
0.033 

0.030 
0.025 
0.030 
0.035 

0.033 
0.037 
0.033 
0.037 

0.034 
0.039 
0.035 
0.041 

0.036 
0.032 
0.039 
0.045 

0.039 
0.036 
0.043 
0.050 

0.033 
0.041 
0.048 
0.056 

0.037 
0.046 

0.055 
0.06s 

0.024 
0.026 
0.028 
0.030 

0.028 
0.032 
0.035 
0.039 

o.Q3d 

0.034 
0.037 

0.04X 

0.032 
0.036 
0.040 
0.044 

0.034 

0.038 
0.042 

0.047 

0.037 
0.04X 
0.045 
0.050 

0.039 
0.044 
0.049 
0.054 

0.043 
0.048 
0.053 
0.058 

0.047 
0.053 
0.058 
0.064 

0.051 
0.058 

0.064 
0.070 

O.OS7 
0.064 
0.071 
0.078 

0.064 
0.072 

o.oSo 

0.088 

0.074 

0.083 

0.092 

O.IOl 

16  000 

^  7SO 

(»-is) 

0.0x0 
0.0x2 
0.0X4 

e.ox6 

0.000 
0.003 
0.006 
0.009 

o.oox 
0.004 
0.007 
o.ozo 

O.OOI 

0.004 
0.007 
0.0x0 

O.OOI 

0.004 

0.008 

O.OXI 

O.OOI 

0.004 
0.008 

O.OI3 

O.OOI 

0.005 
0.009 
0.0x3 

O.OOI 

0.005 
0.009 
0.0x4 

O.OOI 

0.005 

O.OIO 

0.0x5 

O.OOI 

0.006 

O.OII 

0.016 

O.OOI 

0.006 

O.OI3 
0.017 

o.oox 

0.007 
0.013 
0.019 

O.OOI 

0.008 

O.OIS 

0.03I 

0.0x8 
0.020 
0.022 
0.024 

0.012 
0.0x5 
0.018 
0.021 

0.0x3 
o.oz6 
0.019 
0.022 

0.0x4 
0.0x7 
0.020 
0.024 

0.015 
0.018 
0.022 
0.025 

0.0x6 
0.0x9 
0.023 
0.037 

0.017 
0.021 
0.025 
0.029 

o.oz8 

0.033 
0.036 
0.031 

0.019 
0.034 
0.038 
0.033 

0.03I 
0.036 
0.031 
0.036 

0.023 
0.028 
0.034 
0.039 

0.035 
0.031 

0.037 
0.043 

0.028 

0.035 
0.041 
0.04S 

0.026 
0.038 
0.030 

0.034 
0.027 
0.030 

0.026 
0.029 
0.032 

0.027 
0.030 
0.034 

0.029 
0.03a 
0.036 

0.030 
0.034 
0.038 

0.033 
0.037 

0.041 

0.035 
0.039 

0.043 

0.038 

0.043 
O.Q47 

0.041 
0.046 
0.051 

0.045 
0.050 
0.056 

0.049 

o.oss 
0.061 

o.oss 
0.062 
0.068 

x6  000 

800 

(»-ia) 

0.0x0 

O.OZ2 

0.0x4 
0.0x6 

0.000 
0.005 
0.008 
0.0x2 

o.oox 
0.005 
0.009 
0.0x2 

o.oox 
0.005 
0.009^ 
0.013 

O.OOI 

0.006 

O.OIO 

0.014 

O.OOI 

0.006 

O.OIO 

0.015 

0.003 
0.006 
O.OII 
0.016 

0.003 
0.007 
0.012 
0.018 

0.003 
0.008 
0.013 
0.019 

0.003 
0.008 
0.015 
0.03X 

0.003 
0.009 
0.016 
0.034 

0.003 
O.OII 

0.019 
0.037 

0.00.5 
o.oir 
0.021 
0.031 

0.0x8 
0.020 
0.022 
0.024 

0.0x5 
0.0x9 
0.022 
0.026 

0.016 
0.020 
0.024 
0.027 

0.0x7 

0.02X 

0.025 
0.029 

0.0x8 
0.023 
0.037 
0.031 

0.030 

0.034 
0.039 
0.033 

0.021 
0.036 
0.031 
0.036 

0.033 
0.028 
0.034 
0.039 

0.035 
0.031 

0.037 
0.043 

0.038 

0.034 
0.040 
0.047 

0.031 

0.038 
0.045 
0.052 

0.035 
0.043 
0.051 
O.OS9 

0.040 

0.049 

o.os8 

0.068 

0.026 
0.028 
00.03 

0.029 

0.033 
0.036 

0.031 
0.035 
0.038 

0.033 
0.037 

0.041 

0.035 
0.039 

0.044 

0.038 
0.043 

0.047 

0.041 
0.046 
0.051 

0.044 
0.050 
0  05s 

0.048 

O.OS4 
0.060 

O.OS3 
0.060 
0.066 

O.OSQ 
0.066 
0.074 

0.067 

0.075 
0.083 

0.077 
0.086 
0.095 
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/, 

Pi 

Ratios  of  Comprauoa  Sted,  P' 

/, 

Ratios  of  Deoth  of  ComDraMimi  to  TensioD  Sted,  a 

0.03 

0.04 

0.06 

0.08 

O.XO 

O.I3 

0.14 

0.16 

0.18 

0.30 

0.33 

0.34 

x6  ooo 

850 

(»-13) 

0  OX3 
,  0.0X4 
0.016 
0.018 
0.030 

0.003 
0.006 
0.009 
0.013 
0.0x6 

O.OQ3 

0.007 

O.OIO 

0.014 
0.017 

0.003 
0.007 

O.oxx 
0.0x4 
0.018 

0.003 
0.007 
O.OXI 

0.0x5 
0.019 

0.004 
o.ooS 

O.OI3 

0.0x6 

0.03X 

0.004 
0.008 
0.013 
0.018 
0.033 

0.004 
0.009 
0.014 
0.019 
0.034 

0.005 

O.OIO 

0.015 

0.03I 
0.036 

0.005 
O.OII 

0.017 
0.033 
0.038 

0.006 
0.0x3 
0.0x8 
0.035 
0.031 

0.006 
0.013 

0.03I 

0.038 
0.03S 

0.007 
0.015 
0.093 
0.033 
0.040 

0.023 
0.024 
0.026 
p. 028 
0.030 

0.0x9 
0.023 
0.026 
0.029 
0.033 

0.03X 

0.034 
0.028 
0.03X 

0.035 

0.033 
0.025 
0.029 
0.033 
0.037 

0.033 
0.037 
0.031 

0.035 

O.Q39 

0.035 
0.039 

0.033 
0.037 

0.043 

0.037 
0.031 
0.036 
0.040 
0.045 

0.039 

0.034 
0.039 
0.043 
0.048 

0.031 

0.037 
0.042 

0.047 
0.053 

0.034 
0.040 
0.046 
0.053 
0.058 

0.038 
0.044 
0.051 

0.057 
0.064 

0.043 
0.050 

0.057 

0.064 
0.071 

0.048 
0.056 
0.064 

0.073 
0.081 

t6  ooo 

900 

(»-13) 

0.0x2 
0.014 
0.016 
0.018 
0.020 

o.oox 
0.004 
0.007 
0.0x0 
0.0x4 

O.OOI 

0.004 
0.008 

o.oxx 
0.0x4 

O.oox 

0.005 
0.008 
O.OX3 
0.0X5 

o.oox 
0.005 
0.009 

O.OX3 

0.0x6 

O.OOI 

0.005 
0.009 
0.013 
0.017 

0.003 
0.006 
O.OIO 
0.014 
0.018 

0.003 
0.006 
O.OII 

o.ois 

0.030 

0.003 
0.007 
0.012 
0.017 
0.03I 

0.003 
0.007 
0.013 
0.018 
0.033 

0.003 
0.008 
0.014 
0.030 
0.036 

0.003 

0.009 
0.015 

0.033 

0.038 

0.003 
O.OIO 

0.0x7 

0.03S 
0.033 

0.023 
0.024 
0.026 
0.028 
0.030 

0.0x7 

0.030 
0.033 
0.036 
0.039 

0.0x8 

0.03X 
0.034 

o.osS 
0.031 

0.0x9 
0.033 
0.036 
0.039 
0.033 

0.030 

0.034 
0.037 
0.031 

0.035 

0.03I 

0.035 
0.039 

0.033 
0.037 

0.033 
0.027 
0.031 

0.035 
0.040 

0.034 
0.039 

0.033 
0.038 
0.043 

0.036 
O.Q3I 
0.036 
0.041 
0.046 

0.039 
0.034 
0.039 
0.045 
0.050 

0.033 

0.037 
0.043 

0.049 
0.055 

0.03s 
0.041 
0.048 

0.055 
0.061 

0.039 
0.047 

O.OS4 
0.061 
0.069 

x6  ooo 

xooo 

(«-X3) 

0.0X4 
0.016 
0.018 
0.020 

O.OOX 

0.0Q4 
0.007 
0.009 

o.oox 
0.004 
0.007 

O.OIO 

O.OOX 

0.004 
0.007 
0.0x0 

o.oox 
0.004 
0.008 
o.oxx 

O.OOI 

0.005 
0.008 

O.OI3 

O.OOI 

0.005 
0.009 

O.OI3 

O.OOI 
0.005 
0.009 
0.013 

0.003 
0.006 
O.OIO 
0.014 

O.0O3 
0.006 
O.OII 
0.016 

0.003 
0.007 
O.OI3 
0.0x7 

0.003 
0.007 
0.013 
0.018 

0.003 
0.008 
0.014 
0.030 

0.022 
0.024 
0.026 
0.028 
0.030 

O.OX3 
0.015 
0.018 
0.03X 
0.033 

0.0x3 
0.0x6 
0.0x9 

0.032 

0.025 

0.0x4 
0.0x7 

0.030 
0.033 
0.026 

0.0x4 
0.0x8 
0.021 
0.024 
0.027 

0.015 
0.0X9 
0.032 
0.026 
0.029 

0.016 
0.030 
0.034 
0.037 
0.031 

0.017 
0.03I 
0.035 
0.029 
0.033 

0.019 
0.033 
0.037 
O.O3X 
0.036 

0.03I 
0.036 
0.030 

0.033 
0.040 

0.033 
0.037 
0.033 

0.037 
0.043 

0.034 
0.039 

0.035 
0.040 
0.046 

o.oa6 
0.033 
0.038 
0.044 
o.osi 

i8  ooo 

Soo 
(•-IS) 

0.005 
0.006 
0.008 
0.0x0 

0.003 
0.005 
0.0x0 
0.0x5 

0.003 
0.005 
o.oxx 
0.0x6 

0.003 
0.006 
O.OX3 
0.0X8 

0.003 
0.006 
0.0x3 

0.030 

0.003 
0.007 
0.014 
0.023 

0.004 
0.008 
0.016 
0.034 

0.004 
0.009 
O.OI& 

0.027 

0.005 
O.OIO 
0.021 
0.031 

0.006 
0.012 
0.034 
0.037 

0.007 
0.014 
0.039 
0.044 

0.000 
O.OIS 

0.037 
0.056 

O.OI3 
0.O35 

0.051 

0.077 

O.OX3 
0.014 
0.016 
0.0X8 

0.030 
0.036 
O.O3X 
0.036 

0.033 
0.038 
0.033 
0.039 

0.034 
0.030 
0.036 
0.042 

0.036 
0.033 

0.039 
0.046 

0.039 
0.036 

0.043 
0.051 

0.033 
0.040 
0.048 
0.056 

0.036 

0.045 
0.055 
0.064 

0.043 
0.053 
0.063 
0.073 

0.049 
0.061 

0.074 
O.0S6 

O.OS9 

0.074 
0.089 
0.104 

0.075 
0.095 

0.II4 

0.133 

0.X03 

O.Z39 

0.156 
0.183 

0.030 
0.032 
0.034 
0.036 

O.O4X 
0.046 
O.O5X 
0.056 

0.044 
0.050 

0.055 

o.o6x 

0.048 

O.OS4 
0.060 
0.066 

0.053 

O.OS9 

0  066 

0.072 

0.058 
0.065 
0.072 
0.080 

0.065 

0.073 
0.081 

0.089 

0.073 
0.082 
0.091 

O.IOO 

0.084 

0.094 
0.105 
O.II5 

0.099 
O.III 
0.133 
0.136 

0.119 

0.134 
0.150 
0.165 

0.15a 
0.I7I 
0.190 
0.309 

0.334 

0.360 

0.386 

0.038 
0.030 

0.062 
0.067 

0.066 
0.073 

0.073 
0.078 

0.079 
0.086 

0.087 
0.094 

0.097 
0.105 

O.I  10 
0.119 

0.136 
0.137 

0.148 
0.160 

0.180 
0.195 

0.338 
0.347 

0.312 
0.33a 

i8  ooo 

600 
(»-is) 

0.006 
0.008 
0.0X0 
O.OX3 

O.OOI 
0.005 
0.0x0 
0.0X4 

o.oox 
0.006 
0.0x0 
0.0x5 

O.OOI 

0.006 
o.oxx 
0.0x6 

o.oox 
0.007 

O.OX3 

0.017 

O.OOX 

0.007 
0.0x3 
0.019 

0.003 
0.008 
0.014 
0.030 

0.003 
0.009 
0.016 
0.023 

0.003 
O.OIO 
0.017 
0.035 

0.002 
O.OII 

0.020 
0.038 

0.003 
0.013 
0.023 
0.033 

O.OQ3 

0.015 
0.037 
0.038 

0.004 
0.018 
0.033 
0.047 

0.0X4 
0.0x6 
0.0x8 
0.030 

0.0x8 
0.033 
0.037 
O.O3X 

0.0x9 
0.024 
0.029 

0.033 

0.03X 

0.036 
0.031 
0.035 

0.033 
0.038 

0.033 
0.038 

0.024 
0.030 
0.036 
0.042 

0.037 
0.033 
0.039 
0.04s 

0.029 
0.036 

0.043 
0.050 

0.033 
0.041 
0.048 
0.056 

0.037 

0.046 

0.055 

0.063 

0.043 
0.053 
0.063 

0.073 

0.050 
0.063 

2:3S 

0.061 

0.075 
0.090 
0.104 

0.033 
0.034 
0.026 
0.038 
0.030 

0.035 
0.039 
0.044 
0.048 
0.053 

0  0  0  0  0 

•       •       •       •       ■ 

Ohm<>«  m  00 

0.040 
0.045 

0.050 

0.05s 

0.060 

0.044 
0.049 
0.054 

O.OS9 
0.065 

0.047 
0.053 
0.059 
0.064 
0.070 

0.053 
0.058 
0.064 
0.071 
0.077 

0.057 
0.064 
0.071 
0.078 
0.085 

0.064 
0.071 

0.079 
0.087 

0.095 

0.072 
o.o8x 
0.089 
0.098 
0.X07 

0.083 
0.093 
0.103 

0.II3 
0.133 

0.097 

O.IOQ 
O.I3I 
0.133 
0.145 

0.II8 
0.133 
0.147 

o.x6z 
0.176 

18  000 

•650 

(«-is) 

0.008 
0.0X0 
O.OX3 
0.0X4 

0.003 
0.007 
O.OIX 

o.oxs 

O.OQ4 
0.008 
O.OX3 
0.0x6 

0.004 
0.008 
0.013 
0.017 

0.004 
0.009 
0.014 
0.018 

0.004 
0.0x0 
0.0x5 

0.030 

O.OOS 

O.OIO 

0.016 

0.033 

0.005 
O.OII 

0.018 
0.024 

0.006 
0.013 
0.019 
0.036 

0.006 
0.0x4 

0.03X 

0.039 

0.007 
0.016 
0.035 
0.033 

0.008 
0.0x8 
0.038 
O.O3S 

0.0x0 

0-033 
0.033 
0.04S 

0.0x6 
0.018 
0.030 
0.033 

0.019 

O.033 

0.037 
0.031 

O.OSO 
0.034 
0.039 
0.033 

0.033 
0.036 
0.031 
0.03s 

0.033 

0.038 

0.033 
0.038 

0.035 
0.030 

0.035 
0.041 

0.037 
0.033 
0.039 
0.044 

0.030 
0.036 
0.043 
0.048 

0.033 
0.040 

0.047 
0.053 

0.037 
0.044 
0.053 

0.059 

0.043 
0.050 

0.059 
0.068 

0.048 
0.058 
0.068 
0.078 

0.057 
0.068 
0.08c 
0.09: 

0.034 
0.036 

o.os8 

0.0130 

o.oss 
0.039 

0.043 
0.047 

0.037 
O.O4X 

0.04s 
0.050 

0.040 

0.044 
0.048 

0.053 

0.043 

0.047 

0.053 

0.057 

0.046 
0.051 
0.056 
0.061 

0.050 

0.055 
0.061 

0.067 

0.054 
0.061 
0.067 
0.073 

0.060 
0.067 

0.074 
0.081 

0.067 
0.074 
0.083 
0.089 

0.076 
0.085 
0.093 

o.xot 

0.088 
0.008 
0.108 
O.II7 

0.104 

O.HS 

o.xa7 
o.zio 
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592  A  TREATISE  ON  CONCRETE 

DESIGN  OF  BEAMS  WITH  COMPBESSION  STEEL. 

Table  14.  For  the  design  of  beams  with  steel  in  top  and  bottom  Table  14, 
pages  589  to  591,  may  be  used.  Diagrams  2  and  3,  pa^es  594  and  595,  may  be 
used  also  but  are  less  convenient  except  for  stresses  not  covered  in  Table  14.  The 
use  of  Table  14  is  illustrated  as  follows  : 

Example:  Given,  bending  moment,  J/  =  2  000  000;  available  depth  and  breadth 
of  beam,  32  inches  and  14  inches;  allowable  stresses/,  =  18000  and/c  =  750;  and 
1  «  15.    The  depth  of  the  compression  steel  is  ad  —  2  inches. 

Determine  the  amount  of  tensile  and  compressive  steel. 

Solution:    Since  A  —  32  inches,  rf  =^  29  inches  and  a  —  —  =0.069.     From    the 

29 

Af 

formula  As  =  —y  where  we   may  assume  j  *=  0.89,    (see  page  496)   we  have 

2000000  .    ,  ^  ^s        430 

As  =  — =4-30  square  mches.     Compute  ^=  —  = =  0.0106. 

0.89X29X18000  bd     14X29 

Refer  to  Table  14  in  the  section  for  /,  =  18  000  and  fc  =  750,  and  find  the  va'ue 

of  p   corresponding  to  a  =  0.06  and  pi  =  0.0106.    p    =  0.0052. 

Check  the  value  of  J  by  referring  to  Diagram  i,   Page  593,  and   recompute   if 

necessary. 

REVIEW  OF  BEAMS  WITH  COMPBESSION  STEEL. 

Diagrams  2  and  3.  For  the  review  of  beams  with  steel  in  top  and  bottom, 
where  it  is  required  to  determine  the  stresses  when  the  dimensions  of  the  beam 
and  steel  area  are  given.  Diagrams  2  and  3,  pages  594  and  595,  are  to  be  used,  as 
illustrated  below.  . 

Example:    Given  As  =3-5  square  inches;  if  =  i  230  000  inch  pounds;  .4    —  2.0 

Pi 
square  inches;  and  ratio  —  »-  1.75.    The  depth  of  compressive  steel  is  (mX  »  1.5 

P 
inches.     Find  /,  and  fc. 

Solution:    Since  h  =  24.5  inches,  rf  ==  23  inches  and  a  =  — —  «  0.065.       Com- 

23 
2  (J  20 

pute  Pi  —  '■ '  =  0.0152.  and  p  = ; =  0.0087.    From  Diagram  2,  (page 

23  X  10  23  X  10 

594)  for  a  —  0.06  and  pi  »  0.0152  and  p    ~  0.0087  we  have,  by  interpolation,  a 

value  of  —  =1.3.    From  the  formula /«  ==  where  j  —  0.89,  (see  p.  496)  we 

ftfe '  JdAs^ 

I   230  000  .  /, 

have/,  =   ■*  17  200  pounds  per  square  inch.    Smce  — =*  1.3  and 

0.89  X  23  X  3-5  nfc 

17  200 

/j  ==  17  200  we  have,  for  »  «  15,  fc  =* =  880  pounds  per  square  inch. 

1.3  X  15 
Check  the  value  of  j  by  referring  to  Diagram  i,  page  593,  and  recompute  if 
necessary. 
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DIAGRAM  1.— VALUES  OF  ;   FOR  BEAMS  WITH  STEEL  IN  TOP  AND 

BOTTOM.     (See  p,  496.) 
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nfc 
a  =  ratio  of  depth  of  steel  in  compression  to  depth  of  steel  in  tension. 
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0*010  •  o-(UI 

ptfto  of  Dopth  o]    St«ot  In  Compie&alon  to  Dopth  «(  Staei  r\  Tension 

DiAGRAU  1. — Relatian  between  Tensile  and  Compresuve  Steel  in  Beams  nitli 
Steel  in  Top  uid  Bottom.     (Sm  f.  4«>-> 
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DlACKAJl  3- — Relation  between  Tensile  and  Compressive  Steel  in  Beams  with 
Steel  in  Top  and  Bottom.     (See  p.  492.) 
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A  TREATISE  ON  CONCRETE 
TABLE  15.    TABLE  FOR  CONSTANT  C  FOR  BEAMS 


Data  far  Determining  Depth  of  Beam,  Moment  of  Resistance  and  Reinforcement 
To  be  used  in  formula  for  Depth  of  fectangular  beama  or  slabB,  ^  ~  C7  -% /x  ^^  ^"  formula  for  Moment 


.  of  Resistance  M  ->  -^ 

• 

■ 

1 

(See.  pp.  483  and  355. 

)    Based  on  dimensions  in  inches  and  moments  in  inch-pounds. 

Ratio  of  Moduli  of  Steel  to  Concrete 

Ratio  of  Moduli  of  Steel  to  Concrete 

»-« 

Z2 

fi»15 

Workmg  Strength  of 
Steel 

Working  Strength  of 
Concrete 

Ratio  Depth  of  Neu- 
tral Axis  to  Depth 
of  Steel 

Ratio  of  Moment 
Arm  tc  Depth   of 

steel  (.-p 

Ratio  Area  of  Steel  to 
Beam  Above  Steel 

Safe  Working  Value 
of  Constant  C 

Ratio  Depth  of  Neu- 
tral Axis  to  Depth 
of  Steel 

Ratio  of  M  0  m  e  n  t 
Arm  to  Depth   of 

steel  (i-p 

Ratio  Area  of  Steel  to 
Beam  Above  Steel 

Safe  Working  Value 
of  ConsUnt  C 

fs 

fc 

k 

« 

J 

P 

C 

k 

• 

J 

P 

c 

lb.  per 

lb.  per 

sq.  in. 

sq.  m. 

13  ooo 

850 

0.460 

0.847 

0.0x63 

0.077 

o.S'S 

0.828                0.0X83 

0.074 

14  ooo 

Soo 

0.300 

0.900 

O.OOS4 

O.I33 

0.348 

0.884 

0.0062 

0.XX4 

SSO 

0.32b 

0.893 

0.0063 

O.XI3 

0.372 

0.876 

0.0073 

0.106 

600 

0.340 

0.887 

0.0073 

o.ios 

0.392 

0.869 

0.0084 

o.ogo 

650 

0.358 

0.881 

0.0083 

0.099 

0.409 

o.86x 

0.009s 

0.093 

700 

0.37S 

0.87s 

0.0054 

o!o88 

0.428 

o.8s7 

0.0x07 

0  088 

7SO 

0.391 

0.870 

o.oios 

0.4A6 
0.462 

o.8sx 

0.0120 

0.08I3 

800 

0.407 

0.864 

0.OZ16 

0.0S4 

0.846 

0.0x33 

0.080 

850 

0.432 

0.860 

0.0x28 

o.o8z 

0.477 

0.841 

0.014s 

0.077 

i6  ooo 

500 

0.273 

0.909 

0.0043 

O.X37 

0.319 

0.894 

0.0050 

o.zxS 

SSO 

0.292 

0.003 
0.897 

o.ooso 

0.117 

0.339 

0.887 

0.0058 

o.xxo 

600 

0.310 

o.oos8 

0.Z09 

0.358 

0.881 

0.0067 

0.103 

650 

0.338 

o.Sgr 

0.0067 

0.I03 

0.378 

0.874 

0.0077 

0.096 

700 

0.344 

0.88s 

0.007S 

0.097 

0.397 

0.868 

0.0087 

°  °s; 

7  SO 

0.360 

0.880 

o.ooSs 

0.093 

0.414 

0.862 

0.0097 

0.086 

800 

0.37S 

0.87s 

0.0094 

0.087 

0.429 

0.8S7 

0.0x07 

0.083 

850 

0.389 

0.870 

0.0x03 

0.083 

0.444 

o.8s2 

0.0x18 

0.070 

goo 

0.403 

0.866 

0.0x13 

0.080 

0.458 

0.847 

0.0x39 

0.075 

x8  ooo 

soo 

0.250 

0.917 

0003s 

0.132 

0.294 

0.902 

0.Q041 

O.X23 

SSO 

0.268 

0.9ZX 

0.0040 

0.123 

0.314 

0.895 

0.0048 

0.1x3 

600 

0.386 

0.90s 

0.0048 

O.XX3 

0.333 

0.889 

0.0056 

0.106 

650 

0.302 

0.899 

O.OOSS 

0.X06 

0.351 

0.883 

0.0063. 

0.099 

700 

0.318 

0.894 

0.0062 

o.xoo 

0.369 

0.877 

0.0073 

0.094 

7SO 

0.333 

0.889 

0.0070 

0.094 

0.38s 

0.872 

0.0080 

0.080 

800 

0.348 

0.884 

0.0077 

0.090 

0.400 

0.867 

0.0089 

0.085 

850 

0.362 

0.879 

0.008s 

0.086 

0.4x5 

0.862 

0.0098 

o.o8x 

900 

0.37S 

0.87s 

0.0094 

0.082 

0.429 

0.857 

0.0107 

0.077 

90  ooo 

500 

0.231 

0.923 

0.0029 

O.X37 

0.272 

0.909 

0.0034 

O.X27 

550 

0.348 

0.917 

0.0034 

0.126 

o..?92 

°-8°^ 

0.0040 

O.XX8 

600 

0.36s 

0.912 

0.0040 

O.XX7 

0.3IX 

0.896 

0.0047 

0.X09 

650 

0.281 

0.907 

0.0046 

O.IIO 

0.328 

0.891 

O.OOS3 

o.zos 

700 

0.296 

0.90X 

O.OOS2 

0.103 

0.344 

0.88s 

0.0060 

0.097 

7SO 

0.310 

0.897 

o.oosS 

0.098 

0.3S9 

0.880 

0.0067 

0.09a 

• 

800 

0.324 

0.893 

0.006s 

0.603 
0.088 

0.374 

0.87s 

0.007s 

0.087 

850 

0.338 

0.887 

0.0072 

0.389 

0.870 

0.008X 

0.083 

900 

0.3SI 

0.883 

0.0079 

0.08s 

0.403 

0.866 

o.oogx 

0  080 

34  000 

850 

0.298 

0.90Z 

O.OOS3 

0.093 

0.347 

0.884 

o.oo6x 

0  088 
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TABLE  16.  DATA  FOR  DETERMIVniG  DEPTH  OP  R£:CTA0GULAR  BEAM 
OR  SLAB  OR  MOICEVT  OF  RESISTAJICE  FOR  DIFFEREIIT  PERCElf  T- 
AGES  OF  STEEL. 

Ratio  of  elastidty,  n  ^  15. 

Rule  I.    To  find  depth  of  beam  or  slab  for  a  given  percentage  of  steel : 

On  Hue  with  the  given  peroentage,  select  the  higher  value  of  C.     Tliis, 
substituted  in  formuj^ 


d  ^C 


'M 


\b 


"-ee  p.  481),  gives  the  smallest  permissible  depth.  Thus  for  0.004  steel  ratio 
♦  It  value  of  C  from  column  (9)  must  be  used  instead  of  from  column  (6) 
:»fcoause  the  latter  would  stress  the  steel  to  23  700  pounds,  which  would  not 
:*e  allowable.  It  is  evident  also  that  the  ratio  of  steel  is  too  low  fur  econ- 
tirny.  because  concrete  is  stressed  only  to  440  pounds. 

Rule  2.  To  find  amount  of  steel  for  a  given  beam  or  slab  and  given  load- 
iTi^  with  stress  in  concrete  limited  to  650  pounds  per  square  inch  .and  stress 
11.  steel  to  16  000  pounds  per  square  inch: 

Compute  valtie  of  C  from  formula  ikT  —    >j,  (see  p.  355).     Locate  this 

value  either  in  colunm  (6)  or  (9),  whichever  satisfies  the  allowed  stresses. 
ar.d  find  the  corresponding  value  jf  p  in  tb'  first  column.  Thus,  if  C  = 
c  007,  it  must  be  located  m  column  i^g)  instead  of  column  (6),  because  the 
tatter  would  give  a  higher  stress  in  steel  than  is  allowable.  The  desired  ratio 
f"f  steel  is  therefore  0.0077.  If  C  »=  o.obS,  it  must  be  located  in  column 
y'ii  because  column  (9)  would  give  too  high  a  stress  in  concrete. 


1 


0.002 
0.003 
c,oo4 
0.005 
C.006 
0.007 
0.008 
G.009 
o.oio 
0.012 
0.014 
0.016 
0.018 
0.020 


C  ^ 


-  rt  ;, 


k 

(2, 


o 
o 
o 
o 
c 
o 
o 
o 
o 

Q 

o 


217 

256 
292 

320 
344 

3^4 
402 

41S 
446 
471 
0.49  3 
o.  SI  ^ 
0.531 


^t 

K  ' 

«  1 

H 

Uatio  moment  arm 
to  depth  of  steel. 

C/  c  — 
pc  u 
c  5r^ 

n 

IP 
^ — 

C 

c|.2 
.5  CXI 

Is-- 

EEC? 

'1  =  ^7 

1^ 

W  2 

«   i 

c 

i 

U 

u 

C 

/« 

1c 

c 

v3. 

^4. 

(6' 

Uo 

(7) 

(i?- 

^y. 

0.928 

650 

32900 

0. 124 

16000 

290 

0.183 

0.914 

650 

2S000 

0. 114 

16000 

370 

0.151 

0.903 

650 

23700 

0 . 1 08 

16000 

440 

0.132 

0.693 

650 

20600 

0. 104 

16000 

500 

0. 118 

O.8S5 

650 

I6600 

0. 100 

16000 

560 

0. 108 

0.878 

650 

16000 

0.008 

16000 

610 

0.  lOI 

0.672 

650 

15600 

0.096 

16000 

670 

0.095 

0.866 

650 

14500 

0.094 

16000 

720 

0.089 

O.60I 

650 

13000 

O.OQ2 

16000 

760 

0.085; 

C.65I 

6?o 

12100 

0.  000 

16000 

8O0 

0.078 

0.64  ^ 

6:;c. 

1 1 000 

0.088 

16000 

950 

0.  072 

c  .  6  :  C 

* 

650 

lOOOO 

0.086 

16000 

1040 

0.  068 

C  .  6  -'  g 

r.^D 

Q300 

0.06s 

16000 

1 120 

0.06  s 

0.623 

050 

6000 

O.0S4 

16000 

1210 

0.  061 
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TABLE  17.    PROPORTIONAL  DEPTHS  OF  NEUTRAL  AXIS 

Proportional  Depth  of  Neutral  Axis  Below  Top  of  Beam,  k,  and  Ratio  of  Stress  in 

Steel  to  Stress  in  Concrete,  j-t  f^  Dijfferent  Percentages  of  Steel  and  Various  Ratios  of 

Jc 
Moduli  of  Elasticity.  {See  p.  400.) 

The  table  below  gives  the  proportional  depths  of  the  neutral  axis,  k,  calculated 
from  formula  6,  page  484,  for  various  percentages  of  steel  and  moduli  of  elasticity 

and  the  corresponding  ratio  of  stress  in  steel  to  stress  in  concrete,  -j-    ^^  principal 

Ic 
use  is  for  determining  the  moment  of  resistance,  and  consequently  the  safe  loading 
for  beams  already  built.  Its  use  is  not  advised  for  ordinary  calculations  of  moments 
of  resistance  and  dimensions  of  beams  or  slabs,  because  it  presents  no  means  of  de- 
termining, without  further  calculation,  the  stress  in  the  steel  or  the  concrete,  and 
therefore  is  liable  to  lead  to  uneconomical  design. 


p 

Ratio  of 
Anea  of 

n  » 

xo 

n  ■■  za 

w-i; 

n  — 

ao 

»-; 

JO 

• 
»-3S 

Steel  to 

Cross-Sec- 
tion of 
Beam  Above 
Steel 

k 

h 

66' 

45 
36 

k 

fc 

72 
49 

39 

k 

79 
54 
43 

k 

Is 
fc 

91 
62 

49 

k 

fs 
fc 

109 

73 
57 

k 

fs 
fc 

O.OOI 
0.002 
0.003 

0.132 
O.181 
0.217 

0.143 
0.196 

0.235 

0.158 
0.217 
0.258 

O.181 
0.246 
0.292 

0.217 
0.292 

0.344 

0.232 
0.3II 
0.365 

1x6 

78 
61 

0.004 
0.005 
0.006 

0.246 
0.270 
0.292 

31 

27 

24 

0.266 
0.292 

0.314 

33 
29 

26 

0.292 
0.320 

0.344 

37 
32 

29 

d.328 
0358 
0.384 

41 
36 
32 

0.384 
0.418 
0.446 

48 
42 
37 

0.420 

0.442 
0.471 

53 
44 
39 

0.007 
0.008 
0.009 
O.OIO 

O.3II 
0.328 

0.344 
0.358 

22 
21 

19 
18 

0.334 

0-353 
0.369 

0.384 

24 
22 
21 

19 

0.365 
0.384 

0.402 

0.418 

26 

24 
22 

21 

0.407 
0.428 
0.446 
0.463 

29 

27 
25 
23 

0.471 
0.493 
0.513 
0.531 

34 
31 
29 
27 

0.497 

0.519 
0.539 
0.557 

36 
32 
30 
28 

0.012 
0.014 
0.016 
0.018 

0.384 
0.407 
0.428 
0,446 

16 

15 

13 
12 

0.402 
0.436 

0.457 
0.476 

17 
16 

14 
13 

0.446 
0.471 

0.493 
0.513 

19 
17 
15 
14 

0.493 
0.519 
0.542 
0.562 

21 

19 

17 
16 

0.562 
0.588 
0.611 
0.631 

23 
21 

19 
18 

0.588 
0.614 
0.637 
0.657 

25 
32 

20 

18 

0.020 
0.030 
0.040 
0.050 

0.463 

0.531 
0.580 

0.618 

12 

9 

7 
6 

0.493 
0.562 

0.611 

0.649 

12 

9 
8 

6 

0.531 

0.599 
0.649 

0.686 

13 
10 

8 
7 

0.580 
0.649 
0.697 
0.732 

15 
II 

9 

7 

0.649 

16 

0.675 

17 
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TABLE  18.    AVERAGE  WORKING  UNIT  STRESS,  },  ON  CONCRETE  COLUMNS 

Rtinf arced  ivith  Longitudinal  Bars,  for  Different  Unit  Stresses  in  Concrete  and  Different  Per- 
centages ofSted,    (See  p.  564.) 

Based  on/  ■»  /c  [i4-(»  —  i)  P]-     (See  p.  562.) 


Ratio  of 
Moduli  of 
Elasticity 

Ratio  of 
Steel 

P 

Allowable  Average  Unit  Stress,  j ,  on  Columns  in  Lb.  per  Sq.  In. 

/c- 
400 

fc" 
450 

fc" 
500 

fc- 
550 

600 

650 

fc  ' 
700 

fc' 
7  so 

fc' 

800 

» 

(X) 

(2) 

(3) 

C4i 

<S) 

(6) 

(7) 

(S) 

(9) 

(10) 

(II) 

IS 

• 

0.007s 
0.0x00 
0.0x25 
0.0x50 
0.0x75 
0.0200 
0.0225 
0.0250 
0.0275 
0.0300 

0.032s 
0.0350 

0.0375 
0.0400 

0.042s 

0.0450 

0.0475 
0.0500 

0.0550 
0.0600 

456 

470 

484 
498 

526 
S40 

610 

63^ 
652 

666 
680 

736 

497 
513 
529 
545 
S6o 

576 
592 
608 
633 
639 

67  X 
686 
702 
7x8 

734 
70s 
1% 

553 
570 
588 
605 
623 

640 
658 
67s 
693 
7x0 

728 

763 
780 
798 

833 

III 

920 

608 

627 
646 
666 
68s 

704 
723 
743 
762 
78Z 

800 
820 

839 
858 

877 
896 
916 

935 
973 

XOX2 

663 
684 
70s 
726 

747 
768 

8x0 
831 
853 

873 
894 

936 
957 
978 

999 
1020 
1062 
X104 

718 
764 

\\l 

900 

923 

946 
969 

991 
X014 

1037 

TOS9 
X082 

XX05 
XX50 
X196 

798 
823 

872 

896 

93X 

945 
970 

994 

XOX9 

1043 
X068 
1093 
IXX7 

1x41 
xx6s 
X190 

X239 
X288 

829 

908 

934 

960 

986 

X013 

1039 
X065 

X09X 
ixx8 

"44 
X170 

ZX96 

X223 
X249 

"75 
X328 
X380 

884 

912 
940 

968 

996 

X024 
1052 
X080 
1x08 
ZZ36 

ZZ64 
ZX92 
1220 
1248 
Z276 

no4 

1332 
X360 
X4x6 
1472 

• 

•  0.0075 
0.0x00 
0.0x25 
0.0x50 
0.0x7s 
0.0200 
0.0225 
0.0250 
0.0275 
0.0300 

0.032s 
0.0350 

0.0375 
0.0400 
0.0425 

0.0450 

0.047s 
0.0500 
0.0550 
o.oOoo 

fc   - 
5  SO 

600 

650 

fc   - 
700 

fc  ' 
750 

fc' 

800 

fc  ' 
850 

fc  ' 
900 

fc   ' 
9SO 

1000 

la 

6xx 
626 
641 
656 

67  z 
686 
70X 
7x6 
732 

762 
777* 
792 
807 

822 

913 

650 
666 
683 

73a 

? 

78a 
798 

83  X 
848 
864 
88x 

897 
914 
930 

996 

704 

722 

739 
757 
77S 

8? 

829 
847 
86s 

88a 

^ 
9x8 

936 

954 

972 

990 

X007 

1043 
X079 

758 

796 

8x6 
835 

fS4 
873 
893 
912 

931 

950 

970 

989 

X008 

Z027 

1047 
X066 
X085 
X124 
XX62 

8x2 
833 
8S3 

894 

936 
957 
977 
998 

XO18 
IOJ9 
IOS9 
X080 
zzoz 

XZ2X 
XX42 
X163 
X204 
1245 

866 
888 
910 
932 
954 

976 
998 
xoao 
X042 
Z064 
Z086 
XX08 
XX30 
X152 
"74 
ZZ96 

X2X8 

1240 
X284 
1328 

920 

^, 

990 
ZOX4 

X037 
X060 
X084 
XX07 
1x30 

"54 
"77 

X20X 

1224 
1247 
Z270 
X294 
1317 
1364 
X4XX 

974 

999 

X024 

XO48 

ZO73 

ZO98 
XX23 

"47 
X172 

"97 

Z222 

1247 
X27X 

X296 

Z32Z 

1345 
1370 

1395 

X444 

1494 

1028 

1055 
xo8x 
XX07 

"33 

"59 
1x85 

X2XX 

1237 
Z263 

Z290 
X3x6 

1342 
1368 

1394 

1420 
X446 
X472 
1525 
1577 

X083 
xxxo 
XX38 
XX65 
"93 

X320 

X248 
"75 
1303 
1330 

X358 
1385 
1413 
X440 
Z468 

X495 
X523 
ISSO 
x6o5 
1660 

0.007S 
0.0x00 
0.0x25 
0.0x50 
0.0x7s 

0.0200 
0.0225 
0.0250 

0.0275 
0.0300 

0  0325 
0.0350 

0.0375 
0.0400  . 
0.0425 

0.0450 

0.047s 
0.0500 
0.0550 

600 

fc' 
650 

fc" 
700 

fc" 

750 

fc' 

800 

fc' 
850 

fc' 
900 

fc' 
9SO 

fc  ' 
xooo 

fc  ' 
xxoo 

TO 

654 
668 
68x 
69s 
708 
722 
735 
749 
76a 

776 
789 
S03 
8x6 
830 

|« 

857 
870 

897 
924 

694 
709 
723 
738 
7Sa 

767 
782 

2^ 
8xx 

826 
840 

9J.2 
928 

942 

972 

1000 

7^3 
779 
795 
8zo 

8a6 
842 
858 

lU 

90s 
9ax 

936 

984 

999 

10x5 

1047 
X078 

80X 
8x8 
834 
851 
868 

88s 
902 
9x9 
936 
953 

^. 
986 

X003 

X020 

Z037 

1054 
X07X 

1087 

XX2X 

"55 

854 
872 
890 

926 

962 
980 

zoz6 

X034 
X052 
X070 
X088 
ZZ06 

ZZ24 

XX42 
xx6o 
XZ96 
X232 

926 

946 
96s 
984 

Z003 

X022 
XO4X 
XO60 
ZO79 
ZO9O 

ixx8 

"37 
ZX56 

"75 

"94 

X2Z3 

Z232 

I27X 

Z309 

96X 
981 

lOOI 
X022 
1042 

xo6a 
X082 
XX03 
1x23 
"43 
1x63 
ZX83 

X204 
Z224 

Z344 

1264 
1285 
I30S 
1345 
1386 

XOX4 
1035 
IOS7 
1078 

zzoo 

ZZ2Z 

XX42 
XX64 
XX85 

Z206  . 

X228 

X249 
X27X 

X292 

I3I3 

1335 
1356 
1377 

X420 

Z463 

X068 

X090 
III3 
"3S 
Z158 

xz8o 
X203 

X225 

X248 
Z270 

1293 

1338 
1360 

1383 
X405 
1428 
1450 

X495 
Z340 

"74 
"99 

X234 
1249 
1273 
Z298 

1323 
1348 
1372 
1397 

X432 

1447 

1496 
X522 

1546 
1570 

1595 
Z645 

16- 

6oo      TABLB  19.    USB  FOR  DBSIOIONG  SQUARE  COLUMNS  WITH  VERTICAL 

REINFORCEMENT. 

Safe  Loadings  for  Column  of  Various  Sizes  and  Steel  Required  for  Given  Load.     (See  p.  564.) 

Based  on  P  =  Afc  [i  +  in-  i)  p]      (See  p.  562.) 

Of  the  total  width  of  column,  x}  inches  on  all  faces  is  considered  as  protective  covering  and  is  not  included  in  the  area 
(A)  carrying  load.     If  total  area  of  column  b  to  be  used,  select  sizes  3  inches  smaller  than  those  given. 


8 

o 


in. 


.•2 

iJo 
14 


in. 


Ratio  of  Area  of  Steel  to  Effective  Area  of  Concrete. 


0.0x0 


lb. 


s 


c/3 


sq. 
in. 


0.01  s 


•a 


V  o 


lb. 


2| 

< 


As 


sq. 
in. 


p  ■■  0.020 

Safe 
Load. 

As 

sq. 
m. 

P 

lb. 

^  =  0.02  s 

• 

w  . 

•§1 

reao 
Steel 

CA 

< 

P 

As 

lb. 


^  —  0.030 

• 

.»  . 

•al 

reao 

Steel 

c^ 

< 

P 

^5 

lb. 


sq. 

m. 


0.03s 


c/3 


lb. 


gC/3 


sq. 
m. 


X :  2 : 4  Concrete 


fc  =  4SO 


n  " 

IS 

3X  300 

i-S 

40  000 

SI  800 

1.9 

2.4 

63  900 

3.0 

77  300 

3.6 

93  000 

4.3 

108  OCX) 

5.1 

X25  (X>0 

S.9 

144  000 

6.8 

164  CX)0 

7.7 

i8s  000 

8.7 

231  OCX) 

X0.8 

282  000 

13.2 

338  000 

IS. 9 

399.000 

x8.8 

466  cx» 

21.9 

S37  000 

25.2 

614  CXX3 

28.8 

696  OCX) 

32.7 

783  000 

36.8 

p  "  0.040 


lb. 


I  sq. 

in. 


xo 

XX 
12 
13 

X4 

IS 
x6 

17 
z8 

19 
ao 

32 

li 

aS 

30 
3a 

38 


xo 

XX 

xa 
X3 
14 

15 
x6 

17 
z8 

19 

ao 
aa 

28 

30 
39 
34 
36 
38 


xo 

XX 

xa 
13 
14 

IS 
x6 

17 
x8 

19 

ao 
aa 
a 

a8 


t 


30 
3a 

4. 


7 

2S 

xoo 

0.5 

26 

700 

0.7 

28  200 

X.o 

8 

32 

Roo 

0.6 

34  900 

x.o 

36  900 

1.3 

9 

41 

Soo 

0.8 

44 

100 

1.2 

46  700, 

X.6 

10 

SI 

300 

x.o 

54 

SOO 

1-5 

S7  600 

2.0 

IX 

6a 

100 

1.2 

65 

900 

X.8 

69  700 

2.4 

xa 

73 

800 

14 

78 

400 

2.2 

83  000 

2.9 

13 

86 

700 

1.7 

92 

CX)0 

2.S 

97  400 

3.4 

14 

I  ox 

CXX3 

'  2.0 

107 

000 

2.9 

113  000 

3.9 

IS 

"S 

CX)0 

2.3 

123 

000 

3.4 

130  000 

4.S 

16 

131 

OCX) 

a. 6 

139 

000 

3.8 

147  CXX) 

s.i 

17 

T48 

000 

2.9 

IS7 

000 

4.3 

166  000 

S.8 

19 

i8s 

000 

3.6 

197 

000 

S.4 

208  000 

7.2 

ax 

226 

CXX) 

4.4 

240 

000 

6.6 

254  000 

8.8 

23 

271 

000 

S.3 

288 

OCX) 

7.9 

30s  000 

10.6 

2S 

321 

cxx> 

6.3 

340 

000 

9.4 

360  000 

12. s 

27 

374 

000 

7.3 

397 

000 

X0.9 

420  OCX) 

14.6 

a9 

431 

OCX) 

8.4 

458 

000 

X2.6 

484  CX)0 

16.8 

31 

493 

000 

9.6 

523 

000 

14.4 

554  000 

19.2 

33 

SS9 

cx)o  10.9I 

503 

OCX) 

16.3  627  ooo| 

21.8 

3S 

6a8 

000 

12. 31 

667 

CX)0 

18.4 

706  000 1 

24. s 

i:x}: 


7 
8 

9 
xo 

XI 
12 

13 
14 

IS 
z6 

17 
19 
ai 

23 
25 

27 
29 
31 
33 

35 


31 
40 
SI 
63 
76 

91 
I07 
124 

142 
i6a 

183 
228 

279 
335 
395 

461 
532 
608 
689 
775 


000 
SOO 
300 
300 
600 

X<X) 
OCX) 

000 
000 
000 

000 

CXX) 

000 

OCX) 

000 

000 
000 
000 

OCX) 

000 


•0 
o 
o 

I 
I 

I 

X 
2 
2 
2 

2 

3 

4 
S 
6 

7 
8 

9 
10 
12 


29  8cx) 
38  900 

X.2 

X.6 

49  200 
60  800 

2.0 
2.5 

73  SOO 

3.0 

87  SOO 

3.6 

103  CX}0 

4.2 

1x9  000 

4.9 

137  000 

IS6  cx)o 

6.4 

176  CX)0 

7.2 

219  000 
268  000 

90 

11. 0 

321  CXX) 

13-2 

380  000 

15.6 

443  000 

18.2 

Sii  000 

21. 0 

584  CXX) 

662  000 

24.0 
27.2 

744  000 

30.6 

32  900 

1.7 

42  900 

2.2 

54  300 

2.8 

67  100 

3.5 

8x  xcx) 

4.2 

96  600 

5.0 

XI3  CXX) 

5-9 

X3I  000 

6.9 

151  OCX) 

7.9 

172  000 

9.0 

X94  000 

XO.I 

242  000 

12.6 

296  000 

15-4 

3SS   000 

x8.5 

4X9  OCX) 

21.9 

489  OCX) 

25-5 

564  000 

29.4 

644  000 

3.^6 

730  000 

38.1 

821  000 

42.9 

3  Concrete 


fc  —  570 


n  =  12 


32  500 
42  SOO 
S3  800 
66  4CX> 
80  400 

95  6cx) 
iia  cx)o 

130  CXX) 

149  000 

170  OCX) 


193 
240 
293 
351 
41S 

484 
SS9 
638 

723 
814 


000 
000 
000 
000 

OCX) 

000 
000 
000 
000 
000 


0.7 

1.0 

x.2 

IS 
x.8 

a. 2 
a.S 
a. 9 
3.4 
3.8 

4-3 
S-4 
6.6 

7.9 
9.4 

10.9 
ia.6 

14.4 
x6.3 

18.4 


34  100 
44  SOO 
56  300 
6g  SOO 

84  XOO 
100  OCX) 

1x8  000 
136  000 
is6  000 
178  CX}0 

20X  000 
251  000 
307  CX)0 
368  000 
435  000 

507  000 
585  000 
668  000 
757  000 
852  CX)0 


x.o 

1.3 
1.6 
2.0 
2.4 
a. 9 
3.4 
3.9 
45 


5 
5 

i 

xo, 
xa, 


14. 6 
x6.8 
19.2 

21. 8 

24. S 


35  600 

x.a 

46  SOO 

x.6 

58  800 

a.o 

7a  700 

2.5 

87  900 

3.0 

X05  CX)0 

3.6 

123  000 

4.2 

X42  000 

4-9 

164  000 

5.6 

186  000 

6.4 

aio  000 

■  7.2 

26a  000 

9.0 

3ai  OCX) 

XX. 0 

385  000 

13.2 

454  000 

15.6 

530  000 

X8.2 

6IX  OCX) 

21.0 

698  000 

24.0 

791  CX)0 

27.2 

890  000 

.<«o.6 

37  100 

1-5 

48  SOO 

1.9 

61  4CX} 

2.4 

75  800 

3.0 

91  700 

3.6 

XO)  OCX) 

4-3 

12^  CX)0 

S.I 

X49  000 

59 

171  000 

6.8 

X94  OCX) 

7.7 

2x9  000 

8.7 

274  000 

X0.8 

334  000 

13. 2 

401  000 

'1? 
x8.8 

474  000 

553  000 

ax. 9 

638  CX)0 

25.2 
28.8 

729  000 

826  CX)0 

32.7 

929  000 

36.8 

38  700 

■  1.7 

so  SOO 

2.2 

64  CXX) 

2.8 

79  000 

35 

96  OCX) 

4-2 

XI4  OCX) 

5.0 

133  000 

59 

iSS   000 

6.0 

178  000 

7-9 

20a  OCX) 

9.0 

22S  000 

10. 1 

2S5  OCX) 

12.6 

348  000 

IS. 4 

418  000 

18.S 

493  000 

21.9 

576  000 

25. 5 

664  000 

29.4 

759  OCX) 

33.6 

860  000 

.^8.1 

067  CX)0 

42.9 

34  400; 
44  900 
56  900 

70    2CX) 

84  960! 

lOI  CX30 
XI9  000 
138   CXX 

158  OCX: 

180  CXX) 

203  000 

253    OCX3 

310  00c 
371  000 
439  000 


3 

2 
? 

4 
4 

5 
f. 

Cj 
10 

1 1 

14 

17 
.■•I 

^5 


o 

i 

o 

s 
s 

o 


512    OCX)     2Q    2 

S90  000'  3 ,  ') 

675    000     .?"<     5 

76s   000     4^  ^ 

86o5cxx)    10  0 


40 
52 
66 
82 

99 

118 

139 
161 

i8s 
210 

237 
396 
362 
434 
513 

598 
690 

789 
894 
005 


2C»| 

50o| 
500 
100 
300 

OCX)' 

000 
000 
000 

CXX) 

000, 
000' 
000 
000 

OOOj 


0 

xo 


31  3 


OCX)'  ;o 

000' 
OCX)^ 

OOol  •; 
000   J.; 


•  :  '1 


1:1:2  Concrete 


fc  =  680 


10 


7 

36 

300 

o.S 

37 

Roo 

0.7 

39  300 

x.o 

8 

47 

400 

0.6 

49  400 

x.o 

f' 

400 

1.3 

9 

60 

CX)0 

0.8 

62 

500 

x.a 

S5 

CX)0 

Z.6 

xo 

74 

TCX) 

I.O 

77 

aoo 

\:l 

80 

300 

3.0 

zx 

89  600 

x.2 

93 

400 

97 

xoo 

2.4 

xa 

X07 

000 

1.4 

ZZI 

CXX) 

3.2 

T16 

OCX) 

2.9 

13 

125 

000 

1.7 

130 

000 

2.5 

136 

000 

3.4 

14 

145 

000 

2.0 

151 

000 

2.9 

HI 

000 

3-9 

IS 

167 

000 

2.3 

'74 
X9i 

CXX) 

3.4 

000 

4.5 

z6 

190 

000 

a. 6 

000 

3.8 

205 

000 

5.1 

17 

ax4 

000 

2.9 

233 

000 

4-3 

232 

CX)0 

5.8 

19 

268 

CX)0 

3.6 

379 

CXIO 

I-* 

290 

000 

7.2 

21 

327 

000 

4.4 

340 

000 

6.6 

354 

CX)0 

8.8 

23 

392 

000 

5.3 

408 

CXX) 

7.9 

425 

OCX) 

xo.C 

25 

463 

000 

6.3 

483 

CX)0 

9.4 

502 

000 

12.5 

27 

S40 
623 

000 

7.3 

563 

000 

X0.9 

585 

000 

14.6 

99 

000 

9.6 

649 

000 

13.6 

675 

000 

z6.8 

31 

Z" 

OCX) 

742 

000 

x6.3 

U^ 

000 

19.2 

33 

807 

000 

X0.9 

84X 

000 

X 

OCX) 

31.8 

35 

908 

(X» 

13.3 

946 

000 

18.4 

000 

245 

40  800 

x.2 

53  300 

X.6 

67  500 

2.0 

83  300 

2.5 

xox  000 

3.0 

X20  000 

3.6 

X4I  000 
X03  000 

4.2 

4.9 

187  000 

5.6 

213  000 

6.4 

24X  000 

7.2 

30X  000 

9.0 

367  000 

IX. 0 

441  000 

13.2 

S2I  CX)0 

IS. 6 

607  000 

18.3 

701  000 

21.0 

801  OCX) 

24.0 

907  000 

37.3 

020  CXX) 

30.6 

42  300 

IS 

55  300 

1-9 

70  000 

86  400 

2.4 

3.0 

104  000 

3.6 

I2A   000 

X46  000 
169  000 

4.3 

S.I 
5  9 

194  000 

6.8 

221  CX)0 

7.7 

250  CX)0 

8.7 

312  000 

X0.8 

381  CX)0 

13.2 

457  000 
540  000 

IS.  9 
x8.8 

630  000 

ax. 9 

736  (XX> 

830  cx» 

25. a 

a8.8 

941  000 
058  ooo 

32.7 
36.8 

43  800 

1.7 

57  200 

2.  2 

72  400 

2.8 

89  4CX) 

3.5 

X08  000 

4.2 

129  CXX) 

S-o 

151  OCX) 

5-9 

175  000 

6.9 

201  000 

7-9 

229  CX)0 

9.0 

2S8  OCX) 

10. 1 

323  000 

12.6 

394  000 

15-4 

473  000 

18.S 

559  000 

21.9 

652  OCX) 

25.5 

752  000 

29.4 

859  000 

33.6 

974  000 

38.1 

005  OCX) 

42.9 

45  300 
59  200: 
74  900' 
92  soo! 
1X2  000 

133  000 

156   CX)0| 

181  oco 

20S  OCX)| 

237  000: 

267  000 
334  oooJ 
40S  ooc. 
489  ooo! 
578  000; 

674  000 
779  000 
889  000 
007   DO-*' 
13.3   000 


2  C 

:  I' 

A  ^ 

(•  S 

-  ,'^ 

0  0 

10  3 

14  1 

21  - 

25  = 

;c  - 


TABLE  20.    USE  FOR  DESIGNING  ROUND  COLUMNS  WITH  VERTICAL      ^, 

REINFORCEMENT. 

Safe  Loadings  far  Columns  of  Various  Sizes  and  Sled  Required  for  Given  Load.     {See  p,  564.) 

Based  on  P  =  Afc  [i  +  (»  -  i)  p],     (See  p.  562.) 

Of  the  total  diameter  of  the  column,  zi  inches  on  all  sides  is  considered  as  protective  coating  and  it  not  included  in 
the  area  (.i)  carrying  load.     If  total  area  of  column  is  to  be  used,  select  sizes  3  inches  smaller  than  those  given 
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DIAGRAM  4.    BBlfDIHG  HOHEHTS  FOR  DIFFERENT  SPASS  AND  LOADS. 


REINFORCED  CONCRETE  DESIGN 
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DU6RAM  5.    BEHDDIG  MOMEHTS  FOR  DIFFERENT  SPAJUS  KSD  LOADS, 
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SPAM   OF  BEAMS   IN   FEST 
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SHAGRAM  6.     BEIVDIIIG  MOHEIITS  FOR  DIFFKREHT  SPAIVS  ASD  LOADS. 
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CHAPTER  XXni 

BUILDING  COHSTRUCTIOM 

Reinforced  concrete  has  taken  ils  place  as  an  ebtabllshed  material 
ft>r  building  construction.  Durable,  fireproof,  and  economical  in  first 
cost,"  adaptable  lo  various  tj-pes  of  design;  capable  of  carrying  heavy 
loads:  and  at  the  same  time  susceptible  of  pleasing  architectural  treat- 
Qient,  its  position  as  a  building  material  is  unique. 


FiG.  174. — Placing  Brick  Veneer  on  Concrete  Building.     {Ste  p.  612.) 
Gray  and  Davis  Building,  Cambridge.  Mai-i. 

Used  as  the  structural  frame  of  factor\-  and  office  buildings,  tor  foun- 
dations and  floors  of  steel  frame  structures;  or  as  artificial  stone  for  fac- 
ing or  trimming,  its  adaptability  is  recognized.  For  small  buildings 
such  as  dwellings,  its  use  is  not  so  general  because  of  larger  unit  cosis 
on  small  jobs,  but  in  certain  cases  ivhere,  on  the  one  hand,  expense 
isjiot  the  criterioTi.  and.  on  the  other  hand,  where  duplication  of  design 
reduces  the  costs,  it  is  being  adopted  to  ad\'antage. 

For  first-class  construction  there  are  three  requisites:  fi)  thoroughly 
tested  materials;    {2)  design   by  an  engineer  familiar  with   reinforcerl 
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concrete  design;    and   (3)  construction    by    an    experienced  builder 
working  under  careful  supervision. 

RELATIVE  COSTS  OF  BUILDINGS  OF  DIFFERENT  MATERIALS 

For  industrial  and  oflSce  buildings  reinforced  concrete  naturally 
competes  with  the  steel  frame,  plain  or  fireproofed,  and  with  mill  con- 
struction. Cost  is  usually  the  important  factor,  but  sometimes  speed 
after  breaking  ground  is  the  main  consideration,  as  is  the  case,  for  ex- 
ample, in  high  buildings  in  the  business  sections  of  large  cities,  and 
structural  steel  may  be  selected  on  this  account.  If  the  time  of  rolling 
of  the  structural  steel  must  be  included,  however,  the  concrete  building 
can  be  put  up  in  a  shorter  time. 

In  selecting  the  type  of  building,  the  first  cost  should  not  be  con- 
sidered alone,  but  only  in  connection  with  the  average  annual  expense 
and  depreciation  over  a  term  of  years.  In  other  words,  it  is  economical 
to  increase  the  first  cost  for  the  sake  of  an  annual  saving  in  expense 
that  ultimately,  in  the  course  of  the  useful  Ufe  of  the  building,  makes 
up  for  the'  higher  initial  expenditure. 

Fireproofed  steel  frame  construction  almost  invariably  is  more  ex- 
pensive in  first  cost  than  reinforced  concrete.  This  is  due  chiefly  to 
the  fact  that  in  the  reinforced  concrete  structure  the  concrete  itself  is 
not  simply  for  fireproofing,  but  at  the  same  time,  by  its  strength  in 
compression,  forms  a  load-carrying  part  of  the  members.  Moreover, 
placing  the  fireproofing  on  the  steel  frame  is  a  separate  and  expensive 
operation  that  is  practically  incidental  in  a  reinforced  concrete  building. 

The  first  cost  of  the  reinforced  concrete  structure,  in  turn,  may  be 
greater  than  that  of  a  steel  frame,  not  fireproofed,  or  of  mill  construction. 
This  depends,  however,  to  a  considerable  extent  on  the  type  of  building. 
Thus,  with  very  heavy  loads,  especially  on  long  spans,  concrete  is 
cheaper  than  steel  or  mill  construction.  The  dividing  line  varies  with 
relative  costs  of  material.  Frequently  it  occurs  at  loads  of  200  pounds 
per  square  foot  on  spans  in  the  neighborhood  of  20  feet.* 

To  get  any  real  comparison  between  buildings  of  different  materials 
a  detailed  estimate  should  be  made  of  the  first  cost  and  the  annual 
expenditures.  The  following  tablet  issued  by  the  Universal  Portland 
Cement  Companyt  illustrates  the  method. 

*  See  paper  by  L.  C.  WasoQ  in  Proceedings  National  Association  of  Cement  Users,  Vol.  VII,  XQii.p. 
448. 

t  Similar  computations  are  given  by  J.  P.  H.  Perry  in  Proceedings  National  Association  of  Cement 
Users,  Vol.  VII,  191 1,  p.  443. 

t  See  also  Concrete  Cement  A^e.  July  1916,  p.  25. 
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Comparatioe  Firsi  and  Maintenance  Costs  0/  Rein  f (treed  Concrete  atid  Mill  Constructed 

Bi.ilditi<:^ 

fFrom  standpoint  of  CMiier) 

Bunding  icx)  ft.  x  175  tt.     7  stories  and  basement.    Total  Floor  Area  140  oc»  sq.  ft. 

Reinforced  Mill 

Concrete  Construction 

(Fireproof        ^Xoi  Fireproof) 

First  cost  of  buildiiiK, $180  000  00        SioS  000 . 00 

First  cost  of  sprinkler  system 14  odo  00  1 ;  000  00 

Total  first  investment       S203  000  00        Si8_  000.00 

First  cost  fireproof  more  than  mill  construction     $21  000.00 

Maintenance 

Interest  on  first  investment 6'^  $12  180.00  $10920.00  ^''7 

Tax  on  first  investment 1^7  -  030.00  i  820.00  1^  c 

Depreciation  on  building 0.5'  <  045  00  3  ,:^{>o  00 

Obsc^escence                                     .  1 .0'  r  i   ^o^  00  3  3t.»o  oo 

I>cpreciation  on  sprinkler .           .    .lo'f  i  403.00  i  400.00  io\ 

Repairs  to  buildin;;    .                    .o.j5\'  47-'  50  i  080.00  \^[ 

Damage  to  buildinc  !>>•  vermin       Nonj  200  00  tst.   low 

Au3dliar>*  fire  equipment  l.stimaled  200  00  300  00  L^t!mated 

Fire  insurance  on  building,  N  one  rc(  j  uired  235  20  i4Cts.  on 

$100 


2S 


-     ( 


Sly   117  50            S-*3  -75-^0 
Yearly  expense  firci)nK>f  lf>^  tiian  non-:":re{)roor   .  S4   157  70 

Tbe  yearly  saving  of  $4   157   70  capitalized  at  ^'7    represent>  Sotj  2\^2>-     Tiiere 
fore,  actual  cost  of  concrete  buildini:  i<  Sihj  705.  in  com|>arison  with  one  of  mill 
construction  costing  Si(>^  000. 

Furthermore  there  i>  a  lower  rate  fi»r  lire  insurance  on  the  contents  of  the  concrete 
building  which  still  further  reduces  the  cost. 

Reinforced  concrete  \\^>  been  u>ed  economical! \-  for  dwelling  houses. 
but  only  where  cheap  cottages  can  be  bLiilt  iii  groups  of  similar  pattern. 
With  this  exception  wood  is  cheai)er  and.  in  fact,  the  cost  of  forms  alone 
exceeds  in  many  cases  that  of  the  material  and  concrete  labor.  F re- 
cast blocks,  requiring  no  forms,  can  best  be  u>ed  for  this  clas^  of  work, 
but  unless  the  surfaces  are  tooled  the  apj>earance  is  apt  to  be  monoto- 
nous. In  estimating  the  labor  where  forms  are  used  allowance  must  be 
made  for  time  lost  waiting  for  the  concrete  to  harden  so  that  the  forms 
can  be  raised.  For  this  reason  a  small  gang  of  men  should  be  used. — 
only  enough  to  lay  concrete  to  the  height  of  one  section  of  the  forms  per 
day. 
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Average  Costs  of  Concrete  Buildings  per  Square  Foot  of  Floor  Area  {See  p,  6ii.) 

Costs  include  all  items  except  interior  finish 
Cost  in  Dollars  per  Square  Foot  of  Floor  Area 


Width  in 
Feet 

Length  of  Building  in  Feet 

Length  of  Building  in  Feet 

50 
$ 

xoo 

$ 

200 

$ 

300 

% 

400 

600 

$ 

$ 

100 

$ 

200 

% 

300 

$ 

400 
% 

600 

$ 

1-Story 

2-Story 

25 

2.34 

1.83 

1. 60 

1.46 

1.40 

1.38 

2.29 

1.77 

I  55 

I  43 

1-37 

1.30 

5c 

1.67 

1.43 

1.26 

1. 14 

1.08 

I. OS 

1 .64 

1.30 

i^i5 

I. OS 

1. 01 

0.98 

75 

152 

1.32 

1. 15 

1.03 

0.98 

0.95 

1.44 

1. 19 

1. 03 

0.96 

0.91 

0.87 

100 

1.44 

1.24 

1.08 

0.98 

0.91 

0.89 

1-35 

1. 10 

0.97 

0.89 

0.84 

0.81 

150 

1-39 

1. 18 

I -03 

0-93 

0.86 

0.84 

1.27 

1.04 

0.91 

0.83 

0.79 

0.76 

4-Story 

( 

5  to  10-Story 

25 

2.22 

1.68 

1.46 

1-37 

I-3I 

I.2S 

2.22 

1.66 

I  45 

I  35 

1.32 

1-25 

50 

1-54 

1.20 

1.07 

1. 00 

0.97 

0-93 

I  53 

1. 18 

1.06 

1. 00 

0.97 

0.93 

75 

1-35 

1.08 

0.96 

0.90 

0.87 

0.84 

1-33 

1.08 

0.96 

0.89 

0.85 

0.83 

100 

^'^S 

1. 01 

0.89 

0.83 

0.80 

0.78 

1.24 

0.99 

0.88 

0.82 

0.79 

0.77 

150 

1. 18 

0.95 

0.84 

0.78 

0.75 

0.72 

1. 16 

0.93 

0.82 

0.77 

07s 

0.72 

Average  Costs  of  Concrete  Buildings  per  Cubic  Foot  of  Volume  {See  p.  611.) 

Costs  include  all  items  except  interior  finish 
Cost  in  Dollars  per  Cubic  Foot  of  Volume 


Width  in 
Feet 


Length  of  Building  in  Feet 


so 
$ 


100 
$ 


200 
$ 


300 
$ 


400 
$ 


600 
$ 


Length  of  Building  in  Feet 


SO 
$ 


100 
$ 


200 


300 
$ 


400 
$ 


600 
S 


1-Story 

2-Story 

25 

0.19s 

0.153 

0.133 

0.122 

0.117 

o.iis 

0.191 

0.147 

0.129 

0.119 

0.114 

0.108 

so 

0.139 

0.119 

o.ios 

0.095 

0.090 

0.087 

0137 

0.108 

0.096 

0.088 

0.084 

0.082 

75 

0.126 

O.IIO 

0.096 

0.086 

0.082 

0.079 

0.120 

0.099 

0.087 

0.080 

0.076 

0.072 

100 

0.120 

0.104 

0.090 

0.082 

0.076 

0.074 

0.113 

0.092 

0.081 

0.074 

0.070 

0.067 

150 

0.116 

0.098 

0.086 

0.077 

0.072 

0.070 

0.106 

0.087 

0.076 

0.069 

0.066 

0.063 

4-Story 


6  to  10-Story 


25 
50 

75 
100 

150 


0.185 
0.128 

0.112 
0.104 
0.098 


0.140 

O.IOO 

0.090 
0.084 
0.079 


O.  122 
0.089 

0.080 
0.074 
0.070 


O.II4 
0.083 

0.07s 
0.069 
0.06s 


0.109 
0.081 

0.072 
0.067 
0.063 


104  o 


o 

0.077 

0.070 

0.065 

0.060 


185 

0.128 

O.III 

0.103 

0.097 


0.138 
0.098 

0.090 
0.082 
0.077 


O.  121 
0.088 

0.080 
0.073 
0.068 


O.II2 
0.083 

0.074 
0.068 
0.064 


O.IIO 

0.081 

0.071 
0.066 
0.062 


0.104 

0.077 

0.069 
0.064 
0.060 


Values  are  based  on  conditions  outlined  on  page  61  z.  The  tables  are  taken  from  "Concrete  Costs  * 
by  the  same  authors,  and  the  values  arc  made  up  from  tables  of  unit  times  and  costs  given  in  the  s:ime 
book  carefully  checked  by  oontracton'  estimates.  For  more  complete  details  and  far  the  unit  values 
whkfa  are  adapted  to  all  conditions,  see  other  tables  and  examples  in  "Concrete  Costs." 

Values  are  for  symmetrical  buildings. 

Values  must  be  corrected  for  the  high  prices  obtaining  during  the  war. 
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fill 


For  cellar  and  foundation  walls  of  all  classes  of  buildings,  including 
brick  and  frame  (see  p.  643),  concrete  b  superseding  rubble  masonry 
except  where  rubble  stone  is  taken  from  the  excavation  so  as  to  be  very 
cheap. 

Cement  mortar  plastered  on  to  metal  or  wood  lathing  is  used  not  only 
for  outside  walls  but  in  some  cases  for  fire  resisting  partitions  in  large 
buildings.     (See  p.  645). 

ACTUAL  COST   OF  BEINFORCED  CONCKETE  BUILDINOS 

The  tables  presented  on  page  610  present  the  approximate  average 
cost  per  square  foot  of  floor  area  and  per  cubic  foot  of  volume  of  plain 
rectangular  reinforced  concrete  buildings  of  various  sizes  and  heights. 

The  costs  include  all  details  of  construction,  not  only  the  concrete 
forms  and  reuiforcement,  but  also  windows,  stairs,  roof  covering,  and 
plumbing.  Interior  finish,  which  varies  widely  with  the  type  of  con- 
struction, is  not  included.    The  basis  of  the  tables  is  as  follows: 

(i)  Floor  loads,  130  pounds  per  square  foot, 
(i)  Story  heights:  first  floor  on  a  j-Eoot  fill; 

other  floors  12  feet  from  slab  surface  to  slab  surface. 

(3)  Colunm  spacing,  18  feet  on  centers. 

(4)  Floor  design:  girdeis  between  columns  in  one  direction;  beams  between 

columns  in  other  direction  with  two  infennediate  beams. 

(5)  Excavation  and  foundations.* 


Story  Hnght 

Out^deWalbptiLrK^-Foot 

loHde  WJI)  per  Linear  Foot 

$2.00 

II.7S 

1.90 

LIS 

3.80 

3. So 

4-70 

3-4° 

5.60 

3.90 

6 

6.50 

4.  SO       . 

(6)  Filling  under  first  floor:  3-foot  fill  at  50^  per  cubic  yard  in  place. 

(7)  Stairs:  material  and  labor,  Sioo  per  flight  per  story. 

(8)  Stairways  and  elevator  towers: 

2  stairways  and  i  elevator  tower  for  build'Jigs  up  to  1 50  feet  long. 

2  st^rways  and  2  elevator  towers  for  buildings  up  to  300  feet  long. 

3  stairways  and  3  elevator  towers  tor  buildings  over  300  feet  long. 
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(9)  Floor  finish:  all  floors  of  concrete  with  granolithic  finish. 
(lo)  Walls: 

(a)  Curtain  walls  between  pilasters,  3  feet  high  and  8  inches  thick; 

(b)  Concrete  walls  for  penthouses,  6  inches  thick.    Dimensions  of  penthouse 

are  10  feet  by  lo  feet; 

(c)  Concrete  wiUls  around  the  elevator  and  stairway  openings  are  taken  6  inches 

thick,  the  elevator  opening  being  10  by  20  feet  and  the  stairways  10  by 
lo  feet,  these  two  being  adjacent  so  that  the  one  intermediate  lo-foot 
wall  serves  for  lK>th  oj^enings; 
{d)  For  toilets,  concrete  walls  6  inches  thick  and  20  feet  long,  one  wall  for  each 

5  000  stiuare  feet  of  floor  space. 
Walls  S  inches  thick,  including  reinforcement  and  forms,  $0.35  per  square  foot« 
Walls  6  inches  thick,  including  reinforcement  and  forms,  $0.30  per  square  foot. 
(n)  Wind<.>ws  and  <.kx>rs:  all  openings  for  windows  and  doors,  $0.40  per  square  foot. 

(12)  Roof  and  flashing:  fi\e-ply  tar  and  gravel  roofing*  $0.60  per  square  foot. 

(13)  Plumbing:  two  fixtures  on  each  floor  up  to  5  000  square  feet  of  floor  surface, 
and  one  additional  lixture  for  each  additional  5  000  square  feet,  $75.00  per  fixture. 

(14)  Labor  rates:  carpenter  labor,  $0.50  per  hour;  steel  labor,  $0.30  per  hour; 
and  common  labor,  $0.25  per  hour. 

(15)  Concrete  in  place  (.including  labor  and  materials) :  $7.00  per  cubic  yard,  or 
$0.26  per  cubic  foot. 

(i6)   Form  lumber:  $30.00  per  i  000  feet  B.  M.,  delivered. 
(17)  Steel  for  reinforcement:  $37.00  per  ton,  delivered. 

For  lighter  loads  than  specifieiL  the  costs  are  slightly  decreased,,  this 
decrease  running  up  to  12^  cents  per  square  foot  for  a  75-pound  load  in 
a  lo-story  building.  For  a  500-pound  load,  the  prices  are  increased 
from  6  cents  for  a  2-stor>'  building  up  to  i2|  cents  per  square  foot  for 
10  stories.  It  must  be  remembered  tbat  ttte  tebiee  are  besed  on  rec- 
tttagular,  sjmmetrkal  buildiii^.  AQowence  mnst  be  mftde  lor  nrecnlftr 
l«]rottts,  which  iacrease  matmaDy  the  eost  of  form  coostmetioB. 

The  variation  in  cost  due  to  variation  in  spacing  of  columns  is  small. 
If  columns  are  spaced  fifteen  feet  apart  the  cost  is  6  per  cent  greater 
than  where  columns  are  spaced  twenty-five  feet  apart. 

BUILDING  DESIGN  AND  CONSTRUCTION 

The  factory*  of  Gray  &  Davis,  Inc.,  Cambridge,  Mass.,  built  by  the 
Aberthaw  Construction  Company,  is  shown  in  Fig.   174,  page  607 
The  photograph  shows  the  brick  veneer  being  laid  from  a  scaffold,  but 
the  same  builders  now  omit  the  scaffold  on  their  work  and  use  a  pat- 
ented platform  swung  from  the  roof. 

In  the  frontispiece  is  shown  the  new  buildings  of  the  Massachusetts 

'  Monks  Sl  Johnson,  Engineecs. 
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Institute  of  Technology,  Cambridge,  Mass.,  designed  and  buUt  by  the 
Stone  &  Webster  Engineering  Corporation;  William  W.  BoFworth, 
Architect.    The  concrete  design  and  construction  was  under  the  super- 


FiG,  177.— Typical  Framing  Plan  and  steel  Schedules.     {See  p.  617.) 
Buildings  i,  3,  and  5,  Massachusetts  Institute  of  Technology,  Cambridge.  Mass. 
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vision  of  Mr.  Sanford  E.  Thompson,  Consulting  Engineer.  This  work 
is  one  of  the  most  comprehensive  schemes  for  an  educational  institu- 
tion that  has  been  developed  in  this  country.  The  buildings  cover  an 
area  of  3^  acres  and  if  placed  end  for  end  would  extend  some  2  500 
feet  in  length.  Except  for  the  structural  steel  stairways  and  exterior 
finish  (see  Fig.  180,  page  619)  reinforced  concrete  was  used  throughout. 
About  40  000  cubic  yards  of  concrete  and  3  600  tons  of  steel  reinforce- 
ment were  used. 

Tsrpical  Layouts.  A  number  of  figures  are  given  to  show  practical 
solutions  of  problems  encountered  in  ordinary  building  design.  Fig. 
175,  page  613,  shows  the  first  floor  plan  of  the  Youth's  Companion 
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Fig.  178. — Elevation  Showing  Brick  Veneer  and  Concrete  Columns  and  Spandrel 

Beams;  also  Wall  Section.     {See  p.  617.) 
Youth's  Companion  Building,  Boston,  Mass. 

Building,*  Boston,  Mass.,  Densmore  and  LeClear,  Architects  and  Engi- 
neers.* The  size  of  the  panels  was  determined  by  the  arrangement  of 
the  printing  presses.  The  type  of  reinforcement  is  illustrated  in  Fig. 
168,  page  543.  The  construction  is  simplified  by  the  location,  outside 
of  the  building  proper,  of  the  stairs  and  elevator  wells. 

The  first  floor  plan  of  the  Paine  Furniture  Building,  Boston.  Dens- 
more and  LeClear,  Architects  and  Engineers, t  is  shown  in  Fig.  176, 
page  614.  In  this  case  the  layout  is  governed  by  the  allowable  loads 
on  the  soil  and  by  the  requirements  of  retail  salesrooms  and  shops. 
The  floor  is  a  4-way  flat  slab  system.     (See  Fig.  166,  p.  541.) 

The  framing  plan  of  one  floor  of  Buildings  i,  3,  and  5  of  the  New 

*  W.  F.  Keams  Co.,  Buildos;  Sanford  E.  Thompson,  Consulting  Engineer. 
t  James  Stewart  &  Co.,  Builders:  Sanford  E.  Thompson.  Consulting  Engineer. 
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Technology,  Cambridge,  Mass.,  is  shown  in  Fig.  177,  page  615.  This 
is  the  key  plan  which  ties  in  the  numerous  detail  sheets  covering  the 
individual  slabs,  beams,  and  columns.  The  figure  shows  also  the 
typical  slab  reinforcement  and  beam  and  column  steel  schedule.  Fig. 
i8i,  page  624,  shows  a  steel  schedule  for  a  beam. 

A  portion  of  the  elevation  and  wall  section  of  the  Youth's  Companion 
Building  is  shown  in  Fig.  178,  page  616.  The  building  is  situated  on  a 
boulevard  in  Boston,  and  is  a  combination  of  a  factory  and  a  commercial 
building.  For  such  cases  the  arrangement  of  brick  veneer  and  con- 
crete columns  and  spandrel  beams  shown  in  the  drawing  is  specially 
suitable.  (See  also  Fig.  174,  p.  607.)  For  the  fine  architectural  treat- 
ment of  the  new  Technology  buildings  limestone  and  granite  were  used 
except  on  unimportant  parts  which  were  faced  with  brick.  (See  Fig. 
180,  p.  619.) 

A  cross-section  of  one  of  the  new  Technology  buildings  is  shown  in 
Fig.  179,  page  618.  In  this  instance  a  long  corridor,  with  class  rooms 
opening  out  on  either  side,  ran. the  entire  length  of  the  building.  By 
using  long  span  beams  in  the  class  room  and  short  spans  in  the  corri- 
dors, all  columns  were  located  in  the  walls  and  partitions  except  in 
large  drawing  rooms  and  shops.  (See  Fig.  183,  p.  626).  In  some  large 
class  or  lecture  rooms  columns  were  avoided  by  using  heavy  long  span 
beams  as  shown  in  Fig.  182,  p.  625.     (See  also  page  627.) 

FLOOR  LOADS 

In  designing  any  structure  the  local  building  laws  must  be  consulted. 
To  illustrate  good  practice  the  following  provisions  for  floor  loads  are 
taken  from  the  1916  New  York  City  Building  Code,  Bureau  of 
Manhattan. 

Floor  loads.  Every  floor,  roof,  yard,  court  or  sidewalk  shall  be  of  sufficient  strength 
in  all  parts  to  bear  safely  any  imposed  loads,  whether  i>ermanent  or  temporary,  in 
addition  to  the  dead  loads  depending  thereon,  provided,  however,  that  no  floor  in 
any  building  or  extension  to  an  existing  building  hereafter  erected,  shall  be  designed 
to  carry  less  than  the  following  live  loads  per  square  foot  of  area,  uniformly  distributed, 
according  as  the  floor  may  be  intended  or  used  for  the  purposes  indicated. 
40  pounds  for  residence  purposes, 

100  pounds  for  places  of  assembly  or  public  purpose,  except  that  for  classrooms 
of  schools  or  other  places  of  instruction  the  floor  need  not  be  designed 
for  more  than  75  pounds,  and 
120  pounds  for  any  other  purpose,*  except  that  the  floors  of  offices  need  not  be 
designed  for  more  than  60  pounds.  The  live  load  for  which  any  and  every 
floor  may  be  designed  shall  be  clearly  shown  in  the  application  and  on 
the  plans  before  any  permit  to  erect  is  issued. 

*  Loads  on  wi^ebouse  floors  run  from  200  to  300  pounds  witb  »a  average  of  230  to  300.— AutbOFS- 
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Concentrated  loads.  Eveiy  steel  floor  beam  in  any  biiilding  hereafter  erected  used 
for  any  business  purpose  shall  be  capable  of  sustaining  a  live  load  concentrated  at  its 
centre  of  at  least  4  coo  pounds. 

Moving  loads.  Running  machinery  or  other  moving  loads  shall  be  considered  as 
increasing  the  live  loads  in  proportion  to  the  degree  of  vibratory  impulse  transmitted 
to  the  floor. 


R9<tf. 


Fio.  179. — ^Typical  Cross-Section  Showing  Classrooms  Opening  on  Corridor. 

{See  p.  617.) 
Massachusetts  Institute  of  Technology,  Cambridge,  Mass. 

Roof  loads.  Every  roof  hereafter  erected,  shall  be  proportioned  to  bear  safely  a  live 
load  of  40  pounds  i>er  square  foot  of  surface  when  the  pitch  of  such  roof  is  twenty 
degrees  or  less  with  the  horizontal,  and  thirty  pounds  per  square  foot  measured  on  a 
horizontal  plane,  when  the  pitch  is  more  than  twenty  degrees. 

Loads  on  vertical  supports.  Every  column,  post  or  other  vertical  support  shall  be  of 
sufficient  strength  to  bear  safely  the  combined  live  and  dead  loads  of  such  portions 
of  each  and  every  floor  as  depend  upon  it  for  support,  except  that  in  buildings  more 
than  five  stories  in  height  the  live  load  on  the  floor  next  below  the  top  floor  may  be 
assumed  at  ninety-five  per  cent,  of  the  allowable  live  load,  on  the  next  lower  floor  at 
ninety  per  cent.,  and  on  each  succeeding  lower  floor  at  correspondingly  decreasing 
percentages,  provided  that  in  no  case  shall  less  than  fifty  per  cent,  of  the  allowable 
live  load  be  assiuned. 
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Sidewalk  loads .  Far  ude- 
walks  between  the  curb  and 
building  lines,  the  live  load 
shall  be  t3i:en  at  300 
pounds  per  square  foot. 

yard  and  court  loadi. 
For  yards  ajid  courts  in^de 
the  building  line,  the  live 
loads  shall  be  taken  at  not 
less  than  no  pounds  per 
iquare  foot. 

Weifht  Of  Concrete. 
The  weight  of  concrete 
varies  with  the  weight 
of  the  aggregate  and 
with  the  proportions. 
For  ordinary  stone  and 
gravel  concrete,  a 
weight  of  150  pounds 
per  cubic  foot  can  be 
used   in   computation. 

irnomtf  An  approximate  value 

of  144  pounds  per  cubic 
foot  is  sometimes  used 
because  of  convenience 
in  cancellation  when 
figuring  bending  mo- 
ments. For  certain 
conditions,  more  exact 
values  are  necessary,  in 
which  case  the  weights 
on  page  9  should   be 

-  employed,  and  the  ex- 

cess weight  of  the  steel 
reinforcement,  which 
sometimes  amounts  to 
several  pounds  per 
cubic  foot  of  the  struct- 
ure, may  be  allowed 
for. 

^    "I      „              .  „      ,            ,,  .          J  Tables  of  volume  ot 

/IG.  180. — Ornamental  Fagades  on   Major   and  .    , 

Minor  Courts.    Massachusetts  Institute  of  concrete    in   Slabs, 

Technology,  Cambridge.    (See  p.  617.)  beams,  and  columns  ot 
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different  dimensions,  are  given  in  the  authors'  book  on  "Concrete 
Costs,"  pp.  526-533.  These  are  convenient  to  use  for  computations 
for  both  quantities  and  weights. 

MATERIALS  FOB  BUILDING  CONSTBUCTION 

A  first-class  Portland  cement  must  be  used  which  fulfills  the  standard 
specifications  given  on  page  62.  The  rules  for  the  selection  of  the  ag- 
gregates are  the  same  as  for  other  classes  of  concrete.  Since  the  con- 
crete may  be  loaded  way  up  to  its  working  stresses,  it  is  particularly 
necessary  to  see  that  the  sand  is  satisfactory.  (See  page  115.)  The 
size  of  the  coarse  aggregate  is  often  limited  to  i  inch.  If  well  graded, 
however,  so  that  the  larger  pieces  will  not  collect  and  prevent  the 
flow  of  the  mortar  around  the  steel,  the  limit  of  size  where  the  floor 
thickness  is  not  less  than  4  inches  may  be  as  high  as  ij  inches. 

The  usual  proportions  are  1:2:4,  that  is,  one  barrel,  or  four  bags,  of 
Portland  cement,  8  cubic  feet  of  sand,  and  16  cubic  feet  of  broken  stone 
or  gravel,  the  relative  proportions  of  the  sand  and  stone  being  varied 
slightly  to  suit  the  particular  aggregates.  In  certain  cases,  especially 
where  the  cost  of  cement  is  relatively  low,  it  is  economical  to  use  richer 
proportions,  such  as  i:  1^:3,  and  in  colunms,  particularly,  where  size 
is  an  important  factor,  the  proportions  may  be  even  richer.  Although 
higher  unit  stresses  may  be  used,  it  mv^t  be  remembered  that  the 
modulus,  and  therefore  the  ratio  of  elasticity  (see  page  483),  as  well  as 
the  strength,  changes  with  the  proportions  so  that  there  is  less  reduction 
in  the  size  of  the  member  on  account  of  a  richer  mix  than  might  be 
expected.  It  is  necessary  to  make  allowance  for  this  difference  in 
modulus  both  in  figuring  columns  (see  p.  376)  and  also  in  the  formulas 
for  beams  and  slabs  (see  pp.  353  to  362). 

The  quantities  of  cement  and  aggregates  required  per  cubic  yard  of 
concrete  in  different  proportions  are  tabulated  on  page  214.  Conveni- 
ent tables  for  figuring  material  costs  are  presented  in  "Concrete 
Costs,"  pp.  165  to  173. 

Steel  requirements  are  discussed  on  page  478. 

Cinder  Ck>ncrete.  For  short-span  floors  of  steel  frame  buildings, 
cinder  concrete  sometimes  may  be  used  economically  for  light  loads 
because  of  its  light  weight.  The  span  for  cinder  concrete  slabs  is  gener- 
ally limited  to  6  or  8  feet.  Cinders  are  not  suitable  for  the  structural 
members  of  reinforced  concrete  structures.  For  fireproofing  (see  p.  289) 
cinder  concrete  may  be  employed  providing  a  first-class  cinder  is 
available. 
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Cinders  for  concrete  should  contain  but  little  unburned  coal  and  be 
tree  from  soot.  A  clean  cinder  will  not  discolor  the  palm  when  held 
in  it  and  rubbed  with  the  fingers.  Usually  a  better  mixture  can  be 
obtained  by  screening  the  fine  stuff  from  the  cinders,  and  then,  if  gritty, 
mixing  it  with  sand,  than  by  using  unscreened  material,  although  if 
the  fine  stuff  is  found  by  tests  to  be  uniformly  distributed  through  the 
mass,  it  may  be  used  without  screening  and  a  smaller  proportion  of  sand 
added. 

Concrete  Blocks.  Concrete  blocks  are  specially  adapted  to  dwellings, 
farm  buildings  and  similar  structures.  None  should  be  used,  however, 
unless  they  are  known  by  test  and  experience  to  be  satisfactory  and 
durable.  The  National  Board  of  Fire  Underwriters  specifies  that  the 
compressive  strength  calculated  on  the  gross  area,  including  cellular 
spaces,  shall  be  not  less  than  800  pounds  per  square  inch  with  the  cells 
vertical;  and  not  less  than  300  pounds  per  square  inch,  with  no  block 
testing  at  less  than  200  pounds  per  square  inch,  with  the  cells  hori- 
zontal. The  average  absorption  of  three  blocks  shall  not  exceed  10 
per  cent,  in  48  hours  nor  1 5  per  cent,  in  any  case. 

Special  care  is  needed  in  selecting  and  proportioning  aggregates. 
One  of  the  chief  difficulties  has  been  the  selection  of  too  lean  proportions. 

Ornamental  Stone.  For  balustrades,  cornices,  interior  work,  and 
the  like,  artificial  stone  made  with  special  aggregates  is  cast  in  carefully 
shaped  molds.  Such  products  have  been  found  satisfactory  archi- 
tecturally and  from  the  point  of  view  of  durability. 

To  i3revent  hair  cracking  or  checking,  density  is  the  most  essential 
requirement.  The  aggregates  must  be  accurately  graded  with  as  large 
a  maximum  size  as  possible,  half -inch  or  even  three-quarters  inch,  pref- 
erably. The  consistency  must  not  be  too  wet,  a  sluggish  consistency 
about  like  very  thick  peai  soup  or  even  stiffer  is  best.  A  very  wet  mix 
is  almost  sure  to  check,  while  too  dry  a  mix  is  apt  to  be  porous. 

Molding  in  sand  produces  blocks  of  a  rough,  rather  pleasing  surface, 
and  is  also  suitable  for  blocks  which  are  to  be  tooled.  A  wooden  core 
is  made  and  fine  damp  white  sand  is  packed  around  it,  then  the  core  is 
removed  and  the  mortar  is  poured  in.  When  this  concrete  is  hard  the 
sand  is  removed  and  the  blocks  stored  where  they  may  be  kept  moist 
for  at  least  two  weeks.  If  flasks  are  used,  they  may  be  stored  in  the 
flasks.  The  requirements  mentioned  as  to  grading  and  consistency 
must  be  followed. 

Tooling  the  surface  of  concrete  blocks  is  an  effective  treatment, 
exposing  the  aggregate  and  producing  a  pleasing  surface  resembling 
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cut  stone.  If  sand  molded  blocks  are  tooled  so  as  to  produce  sharp 
arrises  or  corners  it  is  possible  to  use  a  stiff  consistency  and  coarse 
aggregate. 

CONCRETE  FLOOR  SYSTEMS 

In  reinforced  concrete  construction,  the  panel  in  a  floor  system,  that 
is,  the  space  between  four  columns,  may  be  of  three  general  types: 
(i)  Reinforced  concrete  slabs,  beams,  and  girders. 

(2)  Reinforced  concrete  slabs  supported  on  steel  beams. 

(3)  Reinforced  concrete  flat  or  girderless  slabs  supported  directly 
on  columns. 

Design  of  Members.  In  designing  the  members  of  a  reinforced 
concrete  floor  system,  the  formulas  and  allowable  unit  stresses  given 
in  Chapter  XXII,  on  Reinforced  Concrete  Design  should  be  used. 

The  economy  of  a  design  depends  in  a  large  measure  upon  the  proper 
selection  of  the  type  of  panel  to  use  and  the  proper  spacing  of  the  columns. 

In  warehouses  and  factory  buildings,  the  spacing  of  columns,  and 
therefore  the  size  of  the  panels,  often  is  governed  by  economical  con- 
siderations, while  in  other  structures,  the  architectural  requirements 
control  to  a  large  extent.  With  free  choice,  economical  spans  range 
between  18  feet  and  25  feet.  In  determining  the  economical  spacing 
of  columns  for  a  building  of  given  size,  it  frequently  is  well  worth  while 
to  make  comparative  sketches  for  panels  of  different  sizes  and  shapes 
and  then  figure  the  amount  of  concrete,  steel,  and  form  work  required 
for  each  size.  In  comparative  estimates,  it  is  useless  to  figure  the  quanti- 
ties of  concrete  and  steel  unless  the  cost  of  form  work  is  taken  accurately. 
Such  computations  may  be  made  accurately  and  very  quickly  by  ref- 
erence to  "Concrete  Costs."  In  that  book  are  given  tables  of  volumes 
and  costs  of  concrete  and  costs  of  forms  for  concrete  members  of  differ- 
ent sizes.  To  illustrate  the  accuracy  with  which  the  cost  of  different 
designs  may  be  compared,  the  table  on  page  623  is  quoted  from  a  p>aper 
by  Mr.  Thompson  presented  before  the  American  Concrete  Institute. 

In  many  cases  the  comparison  must  be  made  between  flat  slab  and 
beam  and  girder  construction,  the  same  method,  however,  being  used 
for  this  as  in  the  case  given  and  the  data  required  being  taken  from  the 
various  tables  in  "Concrete  Costs." 

Frequently  when  the  spans  of  the  panels  in  two  alternate  designs  are 
nearly  aUke,  the  difference  in  cost  of  the  colimms  and  footings  them- 
selves is  small  and  need  not  be  considered.  In  other  cases  where  the 
building  is  high  with  heavy  floor  loads,  that  may  be  the  controJling 


Relative  Cost  of  Different  Slab  Designs.     {See  p.  622.} 
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Item 


Unit 
Cost 


Concrete  per  panel: 

Slab cu.  yd. 

Beam cu.  yd. 

Girder cu.  yd. 

"^otol 

Steel  per  panel: 

Slab lb. 

Beam lb. 

Girder lb. 

Total 

TUe  per  panel: 

Slab piece 

Total  cost  of  concrete 

Form  Lumber: 

Slab ilin.  stock    ft.  B.M 

Beam liin.  stock    ft.  B.M 

Girder z^in.  stock    ft.  B.M. 

Total  for  4  floors 

Total  per  floor  per  panel. .  .M 

Form  IxAor,  Slab: 

Make 

Place  and  remove  first  floor 

Place  and  remove  second  floor. . 
Place  and  remove  third  floor. . . 
Place  and  remove  fourth  floor. . 

Total  cost  4  floors 

Cost  per  panel  per  floor 

FormLahory  Beams: 

^^e 

V^^e  and  remove  first  floor.  . . . 
Place  and  remove  second  floor. . 
Place  and  remove  third  floor. . . . 
Place  and  remove  fourth  floor. . 

Total  cost  per  beam  4  floors 

Cost  per  panel  per  floor 

Form  Labor,  Girders: 

Make 

Place  and  remove  first  floor 

Place  and  remove  second  floor. . 
Place  and  remove  third  floor. . . 
Place  and  remove  fourth  floor. . 

Total  cost  4  floors 

Cost  per  panel  per  floor 

Total  coirt  forms 

Total  cost 


Concrete  Slab 
SpMin  IS  ft.  6  in. 


Amount      Cost     Amount      Cost 


$5-83 


10.7 
2.8 
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I 
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■  •  •  •       • 

0.027  a 

024 

0.200 
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■  ■  • 
«  •  • 

....   1 

772 

•  •  •  • 

•  •  •  ■      ■ 

496 

a  a  • 

s 

t  268 

$30.00 

567 

X 

k.39 

1 

[2.88 

9.88 

] 

[Z.02 

] 

[1.02 

.  per  hour, 
per  hour. 

^9•I9 

«  ■  • 

h.oo 

r  labor,  soc 
labor,  25c. 

5-79 
5. 20 
6.92 
6.92 

Carpente 
Ordinary 

»7.83 

■  •  • 

•  •  « 

•  •  ■ 

•  •  • 
i  •  •  • 

1 

•  •  •  ■ 

•  ■  •  • 

■  ■  « 

•  •  • 

•  ■  ■ 

•  ■  • 

Concrete  Slab 

Span  7  ft.  Q  in. 

z  intermediate 

Beam. 


6.1 
2.6 
o.6s 


»78.5o 

9-35 

•  •  a  • 

435 

>  •  •  ■ 

z  620 

•  •  •  • 

690 

SS-60 

2  745 

•  «  ■  • 

$1S4.10 

•  •  ■  • 

•  «  •  ■ 

435 

«  •  •  > 

680 

•  •  «  • 

267 

■  ■  •  • 

2  382 

$17.00 

596 

Hollow  Tile 
Z5  ft.  6  in. 


Amount 


$12.30 


•  «  •  • 


$6.95 


$16.25 

$170.35 


$3.78 
1Z.48 

8.57 
9  31 


>  ■  •  • 

6.6 

•  •  •  • 

2.2 

■  •  •  ■ 

■  •  •  • 

$55  00 

8.8 

•  •  •  • 

607 

■  ■  •  • 

944 

•  •  ■  • 

•  ■  ■  ■ 

75.00 

I  551 

•  •  •  • 

286 

$1S0.00 


$Z7.86 


9  31 

•  •  •  • 
■  a  •  • 

$42.45 

.... 

$zo.6z 

$2.10 

4.40 

3.90 

510 

5.Z0 

$20.60 

•  ■  •  • 

$10.30 

$2.30 

4.80 

4.10 

•  •  •  • 

6.20 

6.20 

$23.60 

■  •  •  ■ 

$9. sot 

.... 

$4S.27 

•  a  •  « 

$178.27 

I  772 
429 


2  2or 
5  so 

$4  39 
Z2.88 
9.88 
ZZ.02 
zz  .02 


$49-19 


$2.70 
5.10 
4.60 
6.80 
6.80 


$26.00 


Cost 


$5zaa 


41.88 


57  20 


$150.10 


Oils 


$16.50 


$Z2.30 


$6.40 


6z7 
6z9 
6z9 


644 


•  •  •  • 


639 


$15.20 
$115.50 


641 


Cost  of  forms,  not  cost  of  materials  used  in  beams  and  slab,  determines  relative  cost  of  alternate  designs. 

Forms  assumed  to  be  used  four  times  and  remade  once  for  a  change  in  size  of  columns.  Costs  are 
from  "Concrete  Costs"  by  Taylor  and  Thompson  according  to  page  numbers  given.  Size  of  beam  below 
slab,  X2  in.  by  Z9  in.     Size  of  girder  below  slab,  Z4  in.  by  Z9  in. 

*  From  Design  and  Construction  of  the  Massachusetts  Institute  of  Technology  Buildings  by  Sanford 
£.  Thompson,  Journal  American  Concrete  Institute,  July  Z9Z5,  page  377- 

t  Multiply  cost  per  panel  per  floor  by  z.6  instead  of  2.0  to  allow  for  spandrel  beam* 
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iaicXat.  For  large  panels  it  may  be  necessary  to  use  structural  steel  rein- 
forcement instead  of  hats.  -As  this  is  more  expensive  and  complicates, 
to  some  extent,  the  erection,  smaller  panels  may  be  desirable  although 
by  themselves  they  may  sbovT  no  advanta^. 

The  thickness  of  the  structural  slab  should  not  km  smaller  than  j 
inches  or  better  still  4  inches  because  of  the  difficulty  of  placir.g  the 
concrete  properly,  and  preferably  not  greater  than  3  inches,  except  in 
occasional  cases  of  flat  slab  construction,  because  of  the  weight  of  the 
structure. 


FiC-  »4i- — ArranacinetiE  if  Lnnsr  ^paa  Bftaaa  in  Larre  Ltir.v:i^.  P  oom. 

Mlitnf  pos.-ir.fe.  :.h*>  Iayoi;".J  i.-.r.-iA  ^^^•%/.f.  tV.r  a  r;.-[-'.:il  f'.'^^'.jn.  ill 
thtoazb  the  buiLdirjr  and  lici-  aiiay  a.?  iar  a.-  ^/^•.'.'■.'.f.  li-.h  fxii  pa.-ietr, 
which  not  orly  cnfr.r.u'iare  ^'j;  desfm  ^;i:"".  ai:--'i  rr.Lie  rj-^  on,-* r^ic* :■';«, 
c-.-xe  i^lS-oAt  arni  cwrly.  I.i  r^.-,ir^:iar  'r.  :.j'.'-^.  the  dL— er-'S^r.^  'of 
th-?  panib  ^■vAi  Vjt  preiMahly  ciul-piia  ot  u:.;  ^-^-1:^:  a:ji  die  !erj-i: 
01  the  huTT.-ffng 
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factor.  For  large  panels  it  may  be  necessary  to  use  structural  steel  rein- 
forcement instead  of  bars.  As  this  is  more  expensive  and  complicates, 
to  some  extent,  the  erection,  smaller  panels  may  be  desirable  although 
by  themselves  they  may  show  no  advantage. 

The  thickness  of  the  structural  slab  should  not  be  smaller  than  3 
inches  or  better  still  4  inches  because  of  the  difficulty  of  placing  the 
concrete  properly,  and  preferably  not  greater  than  8  inches,  except  in 
occasional  cases  of  flat  slab  construction,  because  of  the  weight  of  the 
structure. 


Fig.  18a.— Arrangement  of  Long  Span  Beams  in  Large  Lecture  Room. 

(See  p.  627.) 

Massachusetts  Institute  of  Technology,  Cambridge,  Mass. 

Where  possible,  the  layouts  should  provide  for  a  typical  design  all 
through  the  building  and  do  away  as  far  as  possible  with  odd  panels, 
which  not  only  complicate  the  design  but  also  irake  the  construction 
more  difficult  and  costly.  In  rectangular  buildings,  the  dimensions  of 
the  panels  should  be  preferably  multiples  of  the  width  and  the  length 
of  the  building. 
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Puieb  of  Reinforced  Goocrete  Beam  and  Slab  Desifn.    The  design 

of  a  complete  floor  system  with  reinforced  concrete  beams,  girders,  and 
slabs,  is  illustrated  on  page  552,  and  on  pages  553  to  557  are  given  the 
complete  computations  for  determining  sizes  of  members  and  reinforce- 
ment.   Other  arrangements  of  beams  are  shown  in  Figure  181,  page  624. 


Fig.  183. — Typical  Arrangement  of  Beams  and  Columns  for  Drawing  Rooms  and 

Classrooms  Opening  on  a  Corridor.     {See  p.  617.) 

Massachusetts  Institute  o(  Teclinology,  Cambridge,  Mass, 

The  method  of  comparing  the  cost  with  different  spacings  of  beams 
is  illustrated  on  page  623.  The  slab  span  between  beams  gives  the 
minimum  quantity  of  steel  and  concrete,  but  on  account  of  the  excess 
cost  of  forms,  and  in  some  cases  the  possibility  of  omitting  girders,  longer 
spans  may  be  more  economical,  as  in  the  example  just  referred  to. 

As  different  floors  in  the  building  are  designed  for  different  loadings, 
it  is  sometimes  economical  to  keep  the  stems  of  the  T-beams  alike  to 
permit  the  repeated  use  of  the  same  beam  fonns  and  change  only  the 
reinforcement  and  the  design  of  the  floor  slabs  in  accordance  with  the 
loads. 

The  common  type  of  beam  and  girder  floor  is  made  up  of  girders 
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nnming  from  column  to  column  with  beams  running  into  the  same 
colunms  and  one  or  two  intermediate  beams  between  columns.  The 
principal  slab  reinforcement  runs  at  right  angles  to  the  beams.  By 
using  longer  spanned  slabs,  the  girders  and  intermediate  beams  fre- 
quently may  be  omitted  entirely,  as  shown  in  Figure  187,  page  630. 

In  girders  carrying  concentrated  loads  from  beams  fewer  stirrups  are 
required  to  carry  the  shear  than  is  the  case  in  beams  carrying  a  distrib- 
uted load.  Except  for  the  dead  load  and  possibly  some  live  load  the 
shear  is  constant  between  the  support  and  the  first  beams.  This  per- 
mits a  uniform  and  a  wider  spacing  than  in  beams. 

Square  Panels.  To  obtain  smooth  ceilings,  the  panels  are  sometimes 
made  square,  or  nearly  so,  with  beams  on  all  four  sides.  The  reinforce- 
ment then  consists  of  bars  running  in  two  directions,  or  arranged  as 
shown  in  Figure  168,  page  543.  The  latter  arrangement,  in  which 
certain  features  are  patented,  requires  less  steel  because  the  bars  nm 
more  nearly  in  the  direction  of  the  actual  stresses  (see  p.  544).    For  a 

*-f  •  '.-y^.^.-^^  -^  ^.-^^  ?s-.; '•••■•'  •'•  o  ••  ;• '-.  •»•.••'  •  ••■••  -c-  •••   ••  >••  ••  •'.  •;>'>^.V?  'V'r-.V.-r.':^'.4<.4V  '> 


P'iG.  184. — Steel  Beams,  Fireproofed,  Supporting  Concrete  Slab.*    {See  p.  628.) 

large  square  room,  like  a  lecture  room,  where  it  is  advisable  to  have  no 
obstacles,  the  girders  may  be  placed  in  the  walls  with  two  intermediate 
beams  running  in  each  direction  and  intersecting  at  the  third  points  in 
the  span.  (See  Fig.  182,  page  625.)  By  assuming  a  distribution  of 
the  load  to  all  of  these  beams,  spans  as  long  as  40  feet  may  be  readily 
attained  without  excessive  depth  of  beam. 

Panels  with  Slab  Supported  on  Steel  Beams.  A  structural  steel  frame 
for  beams,  girders,  and  columns  may  be  preferable  iv  reinforced  con- 
crete for  certain  structures,  such  as  city  office  buildings,  simply  for  the 
reason  that  if  the  steel  is  fabricated  in  advance  the  buildings  can  be 
erected  more  rapidly  although  at  higher  cost.  For  structural  steel 
buildings  concrete  is  commonly  used  for  the  slabs.  Concrete  slabs 
supported  by  beams  framed  into  girders  are  reinforced  in  one  direction 
only.  Steel  may  be  run  over  the  top  of  the  beams  so  as  to  make  the 
slab  continuous,  or  the  surface  of  the  slab  may  be  flush  with  the  top  of 
the  I-beam.  The  former  plan  is  usually  preferable,  requiring  thinner 
slabs,  because  of  the  continuous  action  with  less  danger  of  cracks  over 

*  Redrawn  from  a  cut  pieparcd  by  the  author  for  Marks'  Mechanical  Kngineers'  Handbook. 
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the  beams.  If  the  panel  is  square,  or  nearly  so,  the  slab  between  the 
steel  beams  is  reinforced  by  bars  running  in  two  directions,  or  by  radials 
and  circles  as  shown  in  Figure  i68,  page  543. 

For  fireproof  construction,  the  steel  beams,  girders,  and  columns 
must  be  encased  in  concrete,  tile,  or  other  fireproof  material.  This 
fireproofing  increases  the  cost  so  as  to  make  the  steel  frame  building 
always  more  costly  than  reinforced  concrete  construction.  (See  page  608- 
The  fireproofing  of  steel  girders  is  shown  in  Figure  184,  page  627. 

When  floors  are  built  of  a  combination  of  steel  girders  and  reinforced 
concrete  beams  and  slabs,  care  must  be  taken  to  see  that  prc^r  seats 
in  the  steel  frame  are  provided  for  the  concrete  beams. 

The  slab  between  steel  beams  sometimes  is  constructed  in  the  form 
of  a  concrete  arch.  K  unreinforced,  the  beams  should  be  connected 
with  tie  rods  spaced  to  resist  any  pJossible  unbalanced  thrust.  For 
arches  with  curved  upper  surfaces,  a  fill  of  cinders  or  a  very  lean  con- 
crete is  used  for  leveling. 


.4* 


□n 


Fig.  185.— Details  of  One-Way  Hoflow  TOe  Floor  Slab.*    (5«  p.  628.) 

Hollow  Tile  and  Reioforced  Concrete  Floors.  For  floors  of  compara- 
tively long  span  and  light  load  a  combination  of  concrete  and  hollow 
tile  is  suitable  in  certain  cases.  The  substitution  of  light  weight  hollow 
tile  for  a  part  of  the  concrete  below  the  neutral  axis  reduces  the  dead 
load  of  the  building,  and  the  amoimt  of  steel  is  also  reduced  because 
the  depth  of  the  tile  may  be  greater  than  is  customary  with  concrete. 

The  one-way  system  shown  in  Figure  185,  page  628,  consists  of  a 
series  of  reinforced  concrete  ribs  from  one  to  two  feet  on  centers  with 
hollow  tile  between,  and  a  slab  of  concrete  2  inches  or  more  in  thick- 
ness covering  it  and  extending  from  rib  to  rib.  In  designing,  each  rib 
may  be  treated  as  a  T-beam  and  the  formulas  for  bending  moments  and 
shears  used  as  reconmiended  in  Chapter  XXII,  page  487.  Diagmal  ten- 
sion and  bond  stresses  must  receive  special  attention  (see  pages  516  and 
539).  Along  the  beams  the  tile  are  omitted  and  the  slab  is  made  solid 
to  provide  a  flange  for  the  beam  and  to  reduce  the  con^>ressive  and 
shearing  stresses  in  the  joists  at  the  support. 


*  Rediawa  from  a  cut  prepared  by  the  author  for  Marks' 
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In  the  two-way  sysicni  sliowii  innpuri'  ibu.  jt;igc  Oiy.  liif  ribt. run  in 
twti  directiotib.  a^  siiowii.  ami  tiit  Joiid  niay  U.-  cini=i(lered  iii-  distributed 
fqually  in  tiif  two  dirccLioiis. 

In  foitstruutiiij:  tiiis  lujiibiiuition  of  lilt-  anrl  toiitrcU-  sla.1),  tlal  fon;i 
'..■ork  L-.  built  ami  liiv  lilt:-  ^r'  jiiutrtl  0:1  ihi.-.  ti-iiUTiiiL'  in  jtiupcr  jjusiliun. 
1  iif  sieel  is  piiittxi  bclwefn  am!  tlit  L'oiicrt-ic  of  IJK  riij^  aiid  siab;^  i.- 
[Miurcd  a.-  in  any  otlier  nioiioliltiif  timft ruction. 

Tiic  advaiiiasc^  01  lhi~  Loiisiructiori  art'  liial  tiit-  joi^t?  may  be  niadi 
of  tbf  sanif  irLiLk!!cs>  a:-  llic  supporliuE:  bl:aln^  w  a^  iv  givv  a  snioulli 
L-tiiiii-;  and  tilt  mi:;;;'.  01"  tiif  ii'ii^irm-tiuii  i;  aiiiiiuivliai  itduccd.     TIic 


.  1S6.— Detaii.-  of  '. 


Hollow  Tile  !-"l«jr  Sl;il. 
rc(,rooiiny,     l,'...  p.  c^y. 


disadvanugL--  arc  ihe  liiKh 
ktrepinw  tliem  in  posilioii  d 


1  tiii- 


o  ijf  plastered  or  el>e  the  aiij'taranLi 
faa-  in  most  tase^  can  be  oiiuiiried  n 
construction,  except  in  llie  ca>f  of  iia 
Fl»t  81»b  floors.  In  reu-ni  yea 
supported  directly  on  coiinmi-,  |)roi 
nave  come  ini"  very  coinnion  um.-. 
lollowiiig  advanlaae-; 


if  til'.'  labur  01  j)Iacitig  and 
'I'iie  ceiiiiij;^  al^i  lia\e 
run  neat.  The  liai  ceiling  rnr- 
readiiv  bv  tlic  u^-e  of  lial  slab 
,-  buildings. 

lirderles.-  tluor-.  or  lial  slab.-. 
i  u^uallv  with  a  liarhi!:  bcaH 
-  ivjiL-  of  cou?iruciiun  has  liif 
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(i)  Reduced  story  height  because  of  elimination  of  beams  and  girders 

(2)  Better  distribution  of  light. 

(3)  Economy  in  construction. 

(4)  Reduced  cost  of  form  work  because  of  omission  of  beams. 

Figures  166, 167  and  168,  pages  541,  542  and  543,  illustrate  the  meth- 
ods of  reinforcing  girderless  floors,  and  Fig.  187,  page  630,  shows  the 
interior  of  a.  flat  slab  building. 


Fig.  187— Typical  Flat  Slab  Interior  Showing  Flat  Ceiling,  Colamns,    and  Wall 

Column  Brackets.     (Sen  p.  630.) 

Youth's  Companion  Building,  Boston,  Mass. 

Shaftinx  Haofen  and  Inserts. — Shafting,  sprinkler  systems,  and  the 
like  may  be  suspended  from  concrete  beams  and  slabs  by  various  mean?. 
Many  types  of  sockets  are  on  the  market  intended  to  be  placed  on  the 
forms  and  imbedded  in  the  concrete  when  it  is  laid.  Expansion  bolts 
set  into  the  concrete  are  widely  used,  especially  for  heavy  loads.  Fre- 
quently several  types  are  used  in  the  same  building.  At  the  New 
Technology  buildings,  for  example,  two  styles  of  patented  sockets  were 
concreted  into  the  slab  (see  Fig.  1S8,  p.  631)  but  were  not  considered 
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strong  enough  for  the  heavy  shafting.  The  shafting  hangers  were 
fastened,  by  lag  screws,*  to  hard  pine  stringers  which  were  in  turn 
fastened  to  the  slab  by  expansion  bolts. 

Concrete  Colunms.  In  designing  concrete  columns  it  is  necessary, 
first,  to  determine  the  size  of  the  column,  the  proportion  of  the  concrete, 
and,  from  formula  (44),  page  562,  the  required  amount  of  reinforcement. 
The  methods  of  designing  are  given  on  pages  558  to  565  and  the  allow- 
able working  stresses  on  page  573.  Steel  in  compression  is  more  ex- 
pensive than  concrete,  therefore  the  most  economical  column  is 
obtained  where  the  minimum  amoimt  of  steel  is  used,  which,  as  explained 
on  page  559,  is  one  per  cent  of  the  net  area.  Ordinarily,  however,  in 
building  construction  the  size  of  the  colunms  is  limited;  therefore  the 
strength  of  the  concrete  column  must  be  increased  by  either  of  four 
methods:  (i)  a  richer  mix;  (2)  a  larger  amount  of  vertical  steel; 
(3)  spiral  steel;  (4)  structiual  steel  with  or  without  spiral  steel. 


Fig.  188. — Inserts  Used  in  Slabs  at  Massachusetts  Institute  of  Technology,  Cam- 
bridge, Mass.     {See  p.  630.) 

The  cheapest  column  usually  is  that  in  which  the  required  strength 
is  obtained  by  a  rich  mix  using  only  a  minimum  amount  of  vertical 
steel,  say  about  1%.  Proportions  i:ii:3  or  1:1:2  are  customary. 
\Mien  the  size  of  the  column  is  limited  so  that  a  large  percentage  of 
\  ertical  steel  is  required,  it  is  likely  to  be  cheaper  to  use  spirals  with 
vertical  bars,  and  thus  obtain  the  advantage  of  the  larger  unit  stresses 
allowable.  With  a  structural  steel  core  the  size  of  the  column  may  be 
still  further  reduced  although  at  additional  cost.  Each  case  should 
be  studied  to  determine  the  relative  advantages  from  the  cost  and 

«  Throng  bolt*  are  ininrliiufi  cooadered  preferable  to  lag  screws. 
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structural  standpoints.  The  following  table  illustrates  a  practical  com- 
parison of  the  cost  per  lineal  foot  of  a  22-inch  column  carrying  230  000 
pounds  with  very  heavy  vertical  steel  (5.8%)  and  a  similar  column 
reinforced  with  spirals  and  vertical  bars.  With  i^  inches  fireproofing, 
the  effective  diameter  is  19  inches  and  the  effective  area  is  282  square 
inches.    The  average  stress,  therefore,  is 

-      250  000      _     „ 

/  =  -^^— =  815  lb.  per  sq.  m. 

282 

and  the  required  amount  of  reinforcement  for  the  proper  working 
stresses,/;,  can  be  taken  from  Table  18,  page  599. 

Relative  Economy  of  Reinforced  Concrete  Coltimns  in  a  Particular  Case.     (See  p.  632.) 

Cost  of  steel  per  pound  in  vertical  bars,  3.5c.  j  in  spirals,  3.9c; 
Cost  of  concrete  i>er  cubic  foot;  proportions  1:2:4,   20c; 

proportions  i:  ij:  3,  25c. 
Volume  of  concrete  per  foot  of  length:  22  inch  round  columns, 

2.64  cubic  feet;  21  inch  round  columns,  2.4  cubic  feet. 


Item. 


Diameter  of  column 

Effective  area 

Vertical 


i:  2:  4  Concrete 


Vertical  bars 
only 


Percentage,  area, 
and  weii;ht  of 
steel  per  foot  of 
column 


{ 


bars 


Spirals. 


^         ,         ,         I  Vertical 
Cost  of  steel  per  I      , 

foot  of  column  1  „  •    1 

[  Spirals .  . 

Cost  of  concrete  per  foot  of 

column 


Total  cost  i^er  foot  of  column       $2 .  48 


22  m. 
282  sq.  in. 

5.8%,  16.4  sq. 
in.  55.8  lb. 


$1.95 


0.53 


Spirals  and 
vertical  bars 


22  m. 
282  sq.  in. 

1.48%,  4.1  sq. 

in.  14  lb. 
i%,2.8sq.in, 
9.6  lb 

$0.49 
0.38 

0-53 


$1.40 


x:  i}:3  Concrete 


Vertical  bars 
only 


22  m. 
282  sq.  in. 

4.0%,  ii.2sq. 
in.  38.2  lb. 


$1-34 


0.66 


$2.00 


Spirals  and 
vertical  bars 


21  m. 

252  sq,  in. 


1%,  2.52sq. 
in.,  8.6  lb. 


$0.30 
0.34 

0.60 


$1.24 


It  is  evident  from  the  table  that  a  i:  1^:3  mix  with  spirals  is  the 
most  economical  column  in  this  particular  case.  With  a  large  diameter 
of  column  permissible  the  relative  results  would  be  diflFerent,  How- 
ever, if  the  job  is  small  and  the  inspection  not  efl5cient,  it  may  be  ad- 
visable to  use  spiralled  columns  and  1:2:4  concrete,  even  if  the  expense 
is  larger,  because  of  the  possibility  of  failure  on  the  part  of  the  work- 
men to  use  the  richer  mix  in  the  columns. 
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Xtatails  of  Desicn.    In  buildings  of  n-.^  ti_u 

several  stories  it  is  advisable  to  design 
the  columns  so  as  to  make  the  num- 
ber of  changes  in  size  from  story  to 
story  as  small  as  possible.  The  re- 
duction of  the  size  of  co'umns  in  the 
upper  story  requires  not  only  the  re- 
tnakli^  of  column  forms  used  in  the 

floor  below,   but  also   remaking   of  ^^, 

beam  forms,  because  of  the  increase 
in  length  of  the  net  span.  Ordinarily 
it  is  possible,  as  the  building  goes  up, 

to  reduce  the  strength  of  the  column  - 

by  gradually  reducing  the  amount  of  ~ 

steel  and  possibly  omitting  the  spiral  _ 

reinforcement.     In  that  way  the  same  ■.. 

size  of  columns  can  be  kept  through 

several  stories.     Sometimes    it    may  „, 

be  advisable  to  waste  some  concrete  ort 

in  the  columns  to  avoid  the  remaking 
of  column  and  beam  forms.    Methods 

of  design  are  treated  on  pages  55S  9* 

to  565.  r 

In  flat  slab  construct  ion  metal  forms 
are  generally  used  for  columns  and 
column  caps.    As  the  metal  forms  are 

very  easily  adjustable,  little  attention  ._p 

needs  to  be  paid  to  the  changes  in 
sizes  of  the  columns. 

Round  columns  and  columns  with 
rounded  comers  are  less  affected  by 
fire  'than  columns  with  sharp  comers. 
(See  p.  289.)  ! 

Concrete  Columns  Reinforced  vith  z* 

Vertical -Bars  Only.    The  reinforce-  °°^ 

ment  consists  as  a  rule  of  bars  up  to 
I J  inches  in  diameter,  placed  aroimd  . 
the  circumference  of  the  column 
about  2  inches  from  the  outside  face. 

The   bars   should   be  evenly  distri-     fio.  189.— TypfcalDettub of CoJumn 
buted  except  in  columns  subject  to  Reinforcing.    (Step.  6^4). 
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eccentric  loads,  or  bending  moments,  in  which  case  the  largest  num- 
ber of  bars  should  be  placed  near  the  surface  imder  the  largest  stress. 
If  tension  occurs  in  the  column,  it  must  be  provided  for. 

The  bars  as  a  rule  are  carried  through  only  one  story  and  are  spliced 
on  the  floor  level,  as  shown  in  Fig.  189,  page  633.  For  bars  up  to  one 
inch  diameter  the  splicing  is  effected  by  extending  the  bars  a  sufficient 
length  above  the  top  of  the  floor  to  develop  their  strength  by  bond  (see 
p.  533).  Bars  over  one  inch  diameter  should  be  faced  true  and  butted. 
To  keep  the  bars  in  position,  their  ends  should  be  enclosed  in  a  tight 
fitting  sleeve.  If  there  is  a  possibility  of  tension  in  such  columns, 
shorter  bars  extending  below  and  above  the  floor  should  be  used. 

The  bars  should  be  held  in  place  at  regular  intervals  by  ties  of 
small  bars  J-inch  diameter  in  colunms  up  to  20  inches  diameter,  and 
|-inch  diameter  for  larger  coliunns.  The  spacing  of  these  ties  ^ould 
not  exceed  18  inches,  nor  the  smallest  diameter  of  the  column. 

When  erecting  colunms,  it  is  ordinarily  advisable  to  assCTible  the 
bars  and  the  ties  in  the  yard  and  place  them  as  a  complete  unit.  If 
the  amount  of  steel  in  the  colunm  is  too  large,  making  the  assembled 
unit  too  heavy  to  handle,  it  may  be  advisable  to  make  a  unit  using  a 
portion  of  the  bars  only  and  place  the  remaining  bars  after  the  skeletcm 
is  in  place. 

If  the  sizes  of  the  colunms  in  two  successive  stories  are  different,  it 
is  necessary  to  bend  the  bars  of  the  lower  coliunn  so  as  to  enable  them 
to  fit  into  the  smaller  column  form  without  interfering  with  the  steel 
of  the  column  above.  If  the  size  of  the  bars  and  the  difference  in  sizes 
of  the  colmnns  is  large,  it  is  advisable  to  bend  the  bars  beforehand. 
Small  differences  can  be  adjusted  after  the  bars  are  in  place. 

In  column  footings  the  stress  in  the  steel  must  be  distributed  on  the 
concrete  by  bearing  plates  or  by  dowels  long  enough  to  transfer  the 
stress  by  bond. 

Spiral  Columns.  Spiral  columns  consist  of  vertical  bars  and  circular 
spirals  placed  outside  of  the  vertical  bars.  The  pitch  of  the  spiral 
preferably  should  not  be  greater  than  yV  o^  the  diameter  of  column. 
In  no  case,  however,  should  it  exceed  2J  inches  or  J  of  the  diameter 
of  column.    Formulas  for  pitch  and  weight  of  spirals  are  given  on  page 

563. 
The  requirements  for  spirals  are:  (i)  The  pitch  should  be  uniform; 

(2)  The  spiral  should  be  continuous,  or  else  properly  welded  or  spliced; 

(3)  The  spiral  should  be  even,  as  any  irregularities  are  harmful.  After 
erection  the  core  should  be  straight  and  well  centered. 
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In  best  practice,  spirals  are  built  in  the  shop  and  transported  in  col- 
lapsed form  to  the  job.  Guide  angles,  notched  to  insure  accurate  spac- 
ing, are  used.  The  spiral  must  extend  from  the  bottom  of  the  column 
practically  to  the  top  of  the  slab. 

Strnetand  Steel  Coliimns  Imbedded  in  Conerete.  If  the  area  of  the 
structural  steel  column  does  not  exceed  6  per  cent  of  the  section  of 
concrete  and  the  shapes  consist  of  small  angles,  the  column  should 
be  treated  as  reinforced  concrete.  In  such  cases  it  is  sufficient  to  imbed 
the  an^es  in  concrete  and  provide  f-inch  roimd  ties,  spaced  12 
inches  on  centers.  At  the  floor  level  the  angles  should  be  faced  and 
butted  and  provided  with  bolted  splice-angles. 

If  the  structural  shapes  are  designed  to  resist  the  larger  part  of  the 
load  they  must  be  built  rigidly  in  conformity  with  standard  practice 
for  structural  steel  columns.  The  shapes  should  be  latticed  or  provided 
with  tie  bars. 

The  structural  steel  columns  may  consist  of  four  angles  placed  ia 
comers  of  a  rectangle  with  legs  turned  in.  Another  type  sometimes 
used  is  the  Gray  column,  consisting  of  eight  angles  arranged  in  four 
groups  of  two  aisles  each  placed  face  to  face.  (See  Fig.  142,  p.  463.) 
Bethlehem  H  sections  and  built-up  columns  are  sometimes  used. 

The  splices  of  structural  shapds  must  be  made  according  to  standard 
practice.  Seats  must  be  provided  for  beams  and  girder.  In  flat  slab 
design  the  load  is  transferred  to  the  column  by  means  of  clip  angles, 
placed  near  the  bottom  of  the  column  head. 

To  prevent  concrete  from  separating  from  the  structural  column,  it  is 
advisable  to  use  ties  spaced  not  more  than  18  inches  on  centers. 

FLOOR  SURFACES* 

The  t)rpe  of  floor  surface  to  select  for  reinforced  cpncrete  or  fireproofed 
steel  frame  buildings  must  be  governed  by  the  use  to  which  the  building 
is  to  be  put  and  the  relative  costs  of  different  materials.  Granolithic 
made  with  the  right  materials,  properly  proportioned  and  laid  makes 
a  most  durable  and  satisfactory  floor.  Special  conditions  may  lead  to 
the  adoption  of  terraz2so,  mosaic,  magnesium  composition,  hard  wood, 
or  a  covering  of  battieship  linoleum  upon  the  concrete. 

Granolithic  Floors.  A  cement  or  granolithic  surface  is  in  keeping 
^th  the  type  of  structure  of  a  reinforced  concrete  building,  and  not- 

*For  mote  complete  diacuasioii.  including  a  treatment  of  methods  and  costs  of  different  types  of 
floois  and  qiecifications  for  laying  granolithic  see  paper  on  "Floor  Surfaces  in  Fireproof  Buildings"  by 
Sanford  £.  Thompson,  Tcansactions  American  Society  of  Mechanical  Engineers,  Vol.  36,  1914,  p.  387. 
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withstanding  the  numerous  instances  of  floors  which  dust  and  ravel 
under  service,  it  is  possible  to  lay  satisfactory  and  durable  floors  which 
will  resist  severe  wear,  and  even  trucking,  with  inappreciable  dusting. 

The  objection  occasionally  heard  of  coldness  is  not  borne  out  by 
the  facts  except  where  the  floor  is  laid  directly  upon  the  ground  or  is 
over  an  unheated  room.  If  the  building  is  warm  the  floors  will  be  warm. 
The  color  of  cement,  a  dead  gray,  is  not  particularly  pleasing  but  can  be 
improved  upon  by  adding  coloring  matter,  or  by  coating  the  surface 
with  linseed  oil  or  similar  material.  The  darkening  of  the  surface  also 
produces  a  "warmer"  color,  in  fact  it  changes  the  appearance  so  that  it 
gives  the  sensation  of  greater  warmth  to  the  occupants  of  the  room. 
The  hardness  of  the  surface  from  a  practical  standpoint  is  more  apparent 
than  real  as  it  is  found  that  operatives  in  the  plant  readily  become 
accustomed  to  the  slight  difference  and  do  not  notice  it.  Machinery 
can  be  readily  held  in  place  and  shafting  can  be  hung  by  bolts  imbedded 
as  described  on  pages  269  and  630. 

The  essentials  for  a  surface  which  will  resist  wear  and  prevent  appreci- 
able dusting  are:  the  selection  of  aggregates  which  contain  no  dust  and 
consist  chiefly  of  particles  ranging  from  ^  to  ^  inch  in  size;  proportions 
about  one  part  cement  to  two  parts  mixed  aggregate;  a  consistency 
that  will  not  flow  but  that  will  hold  its  shape  in  a  pile  without  settling; 
a  perfect  bond  with  the  concrete  base;  the  avoidance  of  temperatures 
below  fifty  degrees  Fahr.;  trowelling  so  that  there  is  no  excess  water 
brought  to  or  remaining  at  any  time  on  the  surface;  and  maintaining 
a  wet  surface  at  all  times  for  at  least  ten  days  or  two  weeks  after  laying. 

The  soft  dusty  surface  so  often  found  on  granolithic  floors  is  usually 
due  to  one  or  a  combination  of  3  causes:  (i)  excess  water  in  mucing, 
giving  a  weak,  white  concrete;  (2)  the  use  of  too  fine  sand  and  screen- 
ings; (3)  water  remaining  on  the  surface,  especially  serious  in  cold 
weather,  which  prevents  the  proper  crystallization  of  the  cement. 
Improper  curing,  that  is,  too  rapid  drying  out  through  lack  of  moist 
covering  or  because  of  excessive  heat  in  the  building  may  produce 
checking  of  the  surface. 

Compounds  of  various  kinds  have  been  brought  out  and  many  of 
them  patented  for  use  on  granolithic  floors.  With  the  proper  con- 
struction, however,  no  treatment  is  necessary.  In  case  of  a  poor  sur- 
face with  a  good  body  of  granolithic,  that  is,  where  the  soft  material 
is  only  a  small  fraction  of  an  inch  in  thickness,  a  hardening  compound 
may  be  of  value  to  aid  in  resisting  abrasion.  If  the  poor  surface,  how- 
ever, goes  to  any  depth  there  is  no  material  which  will  penetrate  satis- 
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factorily  so  as  to  give  permanent  results.  In  such  cases  probably  the 
best  treatment,  although  a  very  radical  one,  is  to  grind  down  the  surface 
to  hard  substance,  somewhat  as  described  below  for  a  new  floor. 

Brief  Specifications  for  Laying  Granolithic  Finish  on  a  Set  Concrete 
Base.  The  following  specifications  are  quoted  in  substance  from  the 
paper  by  Mr.  Thompson  referred  to  on  page  635. 

1.  Roughen  surface  of  base  concrete  at  the  age  of  about  24  hours,  so 
as  to  remove  most  of  surface  scum. 

2.  If  surfaces  have  not  been  thus  roughened,  pick  with  a  bushhammer 
to  remove  a  part  but  not  all  of  the  surface  skin. 

3.  Spread  dilute  muriatic  acid  about  one  part  acid  to  four  parts 
water  over  the  surface,  allow  it  to  stand  for  a  few  minutes,  then  soak 
thoroughly  with  water,  and  wash  off  the  surface. 

4.  Sweep  off  the  excess  water  on  the  surface  of  the  concrete  and  spread 
on  a  coating  about  \  in.  thick  of  stiff  neat  cement  paste,  and  broom  it 
well  into  the  concrete.     (Do  not  use  dry  cement  for  this.) 

5.  Mix  the  granolithic  in  proportions  i  part  cement  to  f  parts  coarse 
sand,  like  Plum  Island,  to  ij  part  crushed  granite  or  trap  screened 
through  a  f-in.  screen  and  caught  on  ^-in.  dust  jacket. 

An  alternate  plan*  is  to  use  a  single  aggregate  consisting  of  fine 
stone  retained  on  a  No.  30  sieve,  with  no  sand. 

6.  Make  the  consistency  of  granolithic  rather  stiff  so  that  the  mortar 
will  just  flush  to  the  surface. 

7.  Have  the  screeds  laid  parallel  and  level  so  that  the  granolithic  can 
be  spread  even  with  straight-edge.  Run  over  the  screeds.  See  that 
plenty  of  material  is  being  pushed  ahead  of  the  straight-edge  at  all  times 
so  as  to  avoid  pockets  in  the  surface. 

8.  Ram  granolithic  with  light  square-faced  tamper. 

9.  Trowel  granolithic  surface  as  soon  as  it  begins  to  stiffen. 

10.  Trowel  granolithic  surface  hard  as  soon  as  the  proper  stage  has 
been  reached.  (If  surface  is  to  be  ground  do  not  give  surface  this 
final  troweUing.) 

11.  Cover  the  surfaces  of  the  granolithic  about  24  hours  after  lay- 
ing  with  wet  burlap  or  similar  material  which  will  hold  water.  Wet 
material  each  day,  and  oftener  if  necessary,  for  a  period  of  14  days. 

Bond  of  Granolithic  to  Base  Concrete.  One  of  the  most  important 
essentials  in  laying  granolithic  is  to  see  that  it  is  properly  bonded  to  the 
concrete  base.  The  best  and  in  fact  the  cheapest  plan  is  to  lay  the 
granolithic  immediately  after  placing  the  base  concrete,  say  within  a 

*L.  C.  Wason  in  Tntnsactioos  Americaa  Society  of  Mechanical  Engineers,  1914.  P-  400. 
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half  hour  of  placing,  so  that  they  will  bond  together  and  form  a  mono- 
lithic mass.  This  avoids  special  treatment  of  the  concrete  base.  In 
many  cases  this  is  inconvenient,  because  of  danger  of  injury  by  workmen 
and  the  possibility  of  sudden  showers  which  will  roughen  the  surface. 

If  the  granolithic  is  to  be  laid  after  the  concrete  is  hard,  the  base 
concrete  after  it  has  stiffened,  but  before  it  is  thoroughly  set,  can  be 
roughened  with  a  wire  brush  so  as  to  remove  any  sciun  and  leave  an 
irregular  surface.  In  this  case,  however,  the  surface  must  be  gone 
over  in  places  before  or  when  ready  to  place  granolithic  to  remove  any 
soft  spots.  A  still  further  and  positive  precaution  against  separation 
of  the  granolithic  is  to  go  over  the  entire  surface  of  the  base  concrete 
with  a  hammer  and  chisel  or  a  pneumatic  tool  and  cut  down  deep  enough 
to  get  into  the  body  of  the  concrete.  In  any  case  it  is  essential  when 
laying  the  granolithic  to  thoroughly  wet  the  base  and  spread  on  neat 
cement,  as  described  in  the  brief  specifications. 

Preparinfi^  Base  for  Other  Surface  Materials.  If  hardwood  finish, 
composition  or  other  surfacing  is  to  be  used,  the  base  can  be  brought 
suflSciently  level  by  careful  screeding  and  troweling  of  rough  places  and 
filling  of  holes.  An  allowance  of  one  cent  per  square  foot  may  be  made 
in  cost  estimates  for  this  treatment.  For  linoleum  only  a  thin  mortar 
surface  is  required. 

Concrete  Surface  Without  Granolitfaic.  It  is  possible  where  an 
especially  smooth  surface  is  not  required  and  where  the  wear  will  not 
be  very  severe  to  trowel  the  concrete  of  the  base  without  laying  grano- 
lithic. It  is  especially  necessary  in  such  cases  that  the  sand  used  in  the 
concrete  be  coarse,  and  that  an  excess  of  water  be  avoided  in  mixing. 

Grinding  Granolithic  Surface.  A  method  which  has  been  followed 
satisfactorily  in  practical  construction  and  which  prevents  any  tendency 
to  dust  and  produces  a  pleasing  appearance,  is  the  grinding  of  the  sur- 
face of  the  granolithic,  when  it  is  a  few  days  old — the  time  being  usually 
from  four  to  seven  days — with  a  machine  similar  to  that  which  is  used  in 
grinding  terrazzo  floors  (see  Fig.  190,  p.  639).  This  plan  was  followed 
in  the  floors  of  the  New  Technology  Buildings,  laid  in  1916.  In  this 
case  the  aggregates  were  specially  selected,  using  for  the  coarser  material 
a  crushed  granite  which  contain^^d  numerous  black  particles,  in  some 
cases  naixed  with  crushed  marble.  The  grinding  removes  the  scimti  and 
the  top  film  of  the  surface  and  cuts  into  the  sand  and  stone  grains  so  as 
to  expose  them  and  leave  the  surface  smooth,  but  not  shiny.  If  any 
small  pinholes  remain  in  the  surface  they  may  be  filled  by  rubbing 
in  neat  cement  paste.    Care  must  be  taken  in  spreading  the  granolithic 
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to  see  that  the  surface  is  level  without  excessive  troweUing, — in  fact  the 
final  troweling  may  be  omitted. 

CONCRETE  STAIRS 

The  design  of  concrete  stairs  is  a  simple  problem  in  reinforced  concrete 
cunstruction.  A  stairway  may  consist  (i)  of  an  inclined  slab  of  rein- 
forced concrete  with  the  steps  molded  upon  its  upper  surface,  or  (2)  of 
two  or,  for  a  wide  stairway,  three  inclined  girders  to  form  the  stringers, 
with  the  stairs  between  them.  The  first  method  b  suitable  for  short 
flights  not  over  8  or  10  feet  in  length  measured  on  the  slope,  and  the 


Fig.  iQO.-^Machine  Used  For  Grioding  Granolithic  Floors.     (Stt  p.  638.) 

thickness  and  reinforcement  are  calculated  as  for  a  slab  supported  at 
the  ends,  (See  pp.  484  to  487.)  The  principal  reinforcement  is  of 
course  in  the  direction  of  the  length  with  occasional  cross  metal  for 
stiffening.  To  prevent  cracking  provision  must  be  made  at  top  and 
bottom  of  the  flight  for  negative  bending  moment.  This  necessitates 
steel  in  the  upper  part  of  the  slab  at  these  points.  A  slab  5  inches 
thick  measured  at  the  foot  of  the  risers  is  suitable  for  a  stairway  half  a 
story  high. 

When  built  with  side  girders,  the  dimenaons  of  each  of  the  latter  may 
be  calculated  as  a  concrete  beam  with  reinforcement  near  the  lower 
surface.     A  small  bar  also  runs  across  from  girder  to  girder  at  the  foot  of 
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each  riser  so  that  the  risers  are  practicaDy  reinforced  beams.  It  is 
usually  cheaper  to  construct  the  under  side  of  the  stairs  as  a  slab  than 
to  build  forms  for  each  stair.  The  forms  for  the  stringers  may  consist 
of  planks  notched  for  treads  and  risers,  with  boards  nailed  across  as 
molds  for  the  faces.  If  a  fine  finish  is  desired,  the  method  of  surfacing 
described  for  curbing  may  be  followed.     (See  p.  806^) 


'  uIJSlJ" — ^^-  '*" — I 


Detail  ofRisar4li«ad 


•  I 

1        Section  AA      a 


7-a.>5Fto-  m 
Ml  U  111^ 

2-i>8fr3" 
7FtO"    - 

-i-V6/t6' 


man  of2^5fei^  3 


SiaitA 


Derail  of  i^'S/ory  Li 
Beam  and  Poat 


rnTT 

fe-i"T6ft6 

4-2-i"T6R:0 
-2-i"?7lt6' 
6-i"T2ft3" 


Oerau  of  i*'5tory 
Beam  and  Py t  ^ 


I  Plan  of         ( 
Basement  Stai^  1 

— m ra  -i 


a 


*-^ 


Fig.  igi. — Details  of  Concrete  Stairs  Designed  as  Inclined  Slabs.     {See  p.  639.) 
Massachusetts  Institute  of  Technology,  Cambridge,  Mass. 


Representative  details  of  concrete  stairs  built  by  the  first  method  (as 
an  inclined  slab)  are  shown  in  Fig.  191,  page  640. 

On  stairs  of  factories,  office  buildings,  and  similar  structures  a  live 
load  of  70  pounds  per  square  foot  is  customary.  The  span  of  a  flight 
of  stairs  is  the  horizontal  distance  between  supports. 
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CONCRETE  ROOFS 

Roof  design  and  construction  is  similar  to  that  of  floor  slabs.  As  the 
live  load  is  usually  relatively  small,  cinder  concrete  is  more  suitable 
than  for  floors.  The  thinness  is  frequently  governed  by  construction 
limit  instead  of  strength. 

There  may  be  in  cold  weather  some  anno3rance  from  condensation 
of  vapor  on  the  under  side  of  concrete  roofs.  This  can  be  obviated  by 
a  suspended  ceiling,  a  double  roof,  or  some  form  of  insulation.  Ordi- 
nary cinder  covering  (see  Fig.  192,  p.  641)  also  acts  as  a  non-conductor. 

The  plan  and  sections  of  the  roof  of  the  Paine  Furniture  building  are 
shown  in  Fig.  192,  page  641.  This  is  a  typical  layout  for  penthouses 
for  elevators,  sprinkler  tanks,  and  any  mechanical  apparatus  that  may 
be  necessary.  The  cinder  fill  is  used  partly  to  give  the  proper  drain- 
age pitch  and  partly  to  provide  a  double  roof  to  prevent  condensation 
on  the  ceiling  below.  A  four  inch  conductor  box  was  used  for  every 
20  000  square  feet  of  surface. 

Saw  Tooth  Roof.  In  manufacturing  plants,  to  obtain  more  light,  a 
saw-tooth  roof  is  often  built.  The  cross-section  of  this  type  of  roof 
is  a  series  of  triangles,  similar  to  the  teeth  of  a  saw.  The  longer  side 
is  a  concrete  .slab  supported,  at  the  top,  by  inclined  posts  between 
which  are  placed  the  windows.  The  slab  and  posts  may  be  supported 
on  longitudinal  beams  across  the  tops  of  the  colvunns  or  the  longitu- 
dinal beams  may  run  across  transverse  beams  supported,  in  turn,  by 
the  colunms.  By  the  second  method  no  horizontal  thrust  is  transmitted 
to  the  colunms.  At  the  junction  of  the  post  and  the  slab,  at  the  peak 
of  the  roof,  reinforcement  must  be  used  to  take  the  bending  moment. 

Rigid  Frames.  Sometimes  the  roof  girders  are  built  monoUthic  with 
the  columns  and  may  be  designed  according  to  the  formulas  for  the 
rigid  frame  method  so  as  to  permit  longer  spans  and  lighter  framing.* 
The  rigid  frame  construction  is  very  popular  in  Europe,  but  as  yet  has 
not  come  into  use  to  any  great  extent  in  America.  It  is  well  adapted 
to  manufacturing  plants  and  in  a  good  many  cases  besides  being  fire- 
proof may  easily  compete  with  structural  steel  trusses. 

Roofs  of  Special  Design.  Reinforced  concrete  is  admirably  adapted 
to  the  construction  of  rooiFs  of  special  design,  such  as  domes  and  roof 
arches.  In  domes  concrete  can  take  all  the  compressive  stresses  and 
the  steel  the  tensile  stresses  developed  in  the  lower  curves  of  the 
dome  and  in  the  arch  ring.  Roof  trusses  have  been  built  but  are  not 
generally  recommended. 

*  "Rigid  Frames  in  Conotte  Construction",  by  Sanford  £.  Thompson  and  Edward  Smulski.  Brngi" 
mtering  and  CotUracHng,  Januaiy  x5*  iOZ3*  P*  75* 
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Roof  Loads.  A  roof  load  is  made  up  of  the  weights  of  the  roof  itself, 
the  roof  covering,  the  snow  load,  and  the  wind  load. 

The  weight  of  the  concrete  may  be  obtained  from  the  tables  mentioned. 

Prof.  Mansfield  Merriman*  gives  the  following  estimates  for  the  weight 
of  roof  covering: 

Tin,  I  lb.  per  square  foot  of  roof  surface. 
Iron,  I  to  3  lb.  per  square  foot  of  roof  surface. 
Slate,  10  lb.  per  square  foot  of  roof  surface. 
Tiles,  12  to  25  lb.  per  square  foot  of  roof  surface. 

Average  may  be  taken  at  1 2  lb.  per  square  foot. 

The  snow  load  varies  with  the  slope  of  the  roof  and  the  locality.  Prof. 
Merriman  allows  for  an  approximate  average  15  lb.  per  square  foot  of 
horizontal  area. 

The  wind  load,  which  acts  horizontally,  varies  with  the  velocity  of  the 
wind,  a  usual  pressure  being  assumed  as  40  lb.  per  square  foot  of  vertical 
surface.  This  pressure  multiplied  by  the  sine  of  the  angle  of  slope  of  the 
roof  gives  the  pressure  normal  to  the  surface. 

In  practice  it  is  common  to  specify  a  minimum  value  for  the  roof  load  to 
include  the  weight  of  the  roof  covering,  snow,  wind  and  any  moving  loads 
which  may  come  upon  it.  A  usual  value  for  this  total  is  30  pounds  per 
square  foot. 

CONCRETE  WALLS 

Concrete  building  walls  above  ground  are  built  of  single  or  double 
thickness.  For  cellar  walls  or  foundations  they  are  built  solid.  Interior 
partitions  may  be  built  of  concrete  also  but  various  forms  of  tile  or 
fireproof  compounds  are  lighter  and,  requiring  no  form  work,  are  cheaper 
to  erect.  A  6-inch  wall  of  concrete  will  cost  no  more  than  a  12-inch 
wall  of  brick  and  will  be  stronger  and  more  durable. 

Cellar  Walls.  Cellar  or  basement  walls  adapted  to  withstand  earth 
pressure  may  be  thinner  when  of  concrete  than  when  built  of  stone, 
because  laid  as  a  continuous  vertical  slab  supported  at  top  and  bottom. 

For  a  wall  of  1:2^:5  Portland  cement  concrete  with  a  spreading 
base  imbedded  in  the  earth,  a  thickness  of  10  inches  will  withstand, 
without  reinforcing  metal,  a  pressure  of  6  feet  of  earth.  If  the  top  of  the 
wall  is  strengthened  by  a  wooden  sill  imbedded  in  or  dogged  to  the  con- 
crete, and  the  sill  is  stiffened  by  floor  joists,  the  wall  becomes  a  slab 

*  Merriman's  "Roofs  and  Bridges,"  p.  4. 
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supported  at  its  bottom  by  the  earth  and  at  its  top  by  the  sill.  A  6-inch 
wall  8  feet  high  will  thus  withstand  the  pressure  against  it  of  6  feet  of 
earth.  However,  |-inch  bars,  spaced  about  2  feet  apart  in  both  di- 
rections, will  greatly  stiffen  so  thin  a  wall,  and  prevent  cracks  before 
the  concrete  is  thoroughly  hard.  If  desired,  a  coping  of  concrete  wider 
than  the  wall  itself  may  be  formed  at  the  top  and  a  J-inch  rod  placed 
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Fig.  193. — Design  of  Overhanging  Cornice  Cast  in  Place.    {See  p.  645.) 

horizontally  in  its  inner  face.  The  earth  must  not  be  filled  in  against 
the  back  of  the  wall  until  three  or  four  weeks  after  placing,  unless  por- 
tions of  the  interior  forms  are  left  in  place  and  carefully  braced.  A 
cellar  wall  failed*  completely  by  overturning,  in  Chicago,  because 
allowed  to  stand  unsupported  during  construction. 


*  Henry  Blood  in  Engineering  News,  October  29,  19x4,  p>  894. 
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BnilcUxii:  Walls.  The  double  building  wall  is  advantageous  because 
it  is  more  completely  moisture  proof.  Moisture  is  likely  to  collect  on 
the  inside  of  a  wall ,  especially  on  a  north  wall. 

A  single  concrete  wall  4  inches  thick  with  its  base  spread  to  provide 
a  footing  is  at  least  equivalent  to  an  8-inch  brick  wall,  and  6  inches  of 
concrete  is  at  least  equivalent  to  12  inches  of  brick.  It  is  advisable  to 
place  small  reinforcing  bars  about  f-inch  in  diameter,  12  inches  to  2  feet 
apart  in  walls  6  inches  thick  or  undei,  not  only  to  increase  their  per- 
manent strength,  but  to  guard  against  accidents  during  or  immediately 
after  construction.  Occasional  projections  or  pilasters  improve  the 
appearance  and  add  to  the  strengtii  of  a  single  wall. 

Each  face  of  a  hollow  waU  is  usually  3  to  4  inches  thick,  3  or  3^  inches 
being  the  minimum  thickness  at  which  concrete  can  be  conveniently 
placed. 

Cornice. — ^In  reinforced  concrete  buildings  the  cornice  may  be  built 
either  entirely  of  reinforced  concrete  or  the  frame  may  be  built  of  con- 
crete and  the  facing  of  stone  or  terra  cotta.  To  support  the  facing, 
anchors,  angles,  or  other  structural  shapes,  are  sometimes  imbedded  in 
concrete. 

Fig.  180,  page  619,  illustrates  two  of  the  cornices  used  on  the  New 
Technology  and  Fig.  193,  page  644,  a  reinforced  concrete  cornice  molded 
in  place  on  a  12-story  warehouse  by  the  Aberthaw  Construction  Com- 
pany.   In  the  latter  figure  the  forms  also  are  shown. 

WALLS  OF  MORTAR  PLASTERED  UPON  METAL  LATH 

Partitions  of  plaster  from  metal  lathing  are  used  extensively  for  fire- 
proof office  buildings  and  hotels,  and  are  also  adapted,  when  made  with 
Portland  cement  mortar,  to  certain  classes  of  outside  walls. 

For  a  one-story  building,  timber  or  steel  posts  may  be  set  upon  con- 
crete foundations,  and  the  walls  constructed  by  using  f-inch  or  i-inch 
channel  irons  for  studding,  to  which  the  metal  lathing  is  attached,  and 
then  covered  (on  both  sides)  with  Portland  cement  mortar  about  2 
inches  in  total  thickness,  the  studding  being  generally  set  from  12  to  16 
inches  on  centers,  depending  on  the  height  of  wall.  Such  walls  are 
also  adf^ted  for  high  buildings  where  steel  frames  are  used,  as  the  stud- 
ding can  be  securely  bolted  to  the  steel  work,  and  the  metal  lathing  and 
cement  applied  in  the  same  manner  as  for  one-story  buildings. 

For  curtain  waUs  the  first  coat  of  mortar  is  usually  mixed  with  one 
barrel  of  first-class  Portland  cement  to  three  barrels  of  coarse  sand,  and 
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one  cask  of  lime  putty,  or  paste,  into  which  is  mixed  a  small  quantity 
of  long  cattle  hair.  The  second  coat,  which  is  applied  before  the  first 
coat  is  thoroughly  dry,  consists  of  one  barrel  of  Portland  cement  to 
three  barrels  of  sand  with  about  a  bucketful  of  lime  putty,  without  hair. 
The  finish  coat  is  generally  mixed  in  the  proportions  of  one  part  Port- 
land cement  to  two  parts  sand.  This  finish  coat  may  be  trowelled 
or  floated  to  a  smooth  or  rough  surface,  as  may  be  desired,  or  it  may  be 
given  what  is  known  as  a  "slap-dash"  finish  by  throwing  the  mortar 
9n  with  a  brush  or  twig  broom. 

UNIT  BUILDING  CONSTRUCTION 

Buildings  and  bridges  of  precast  separately  molded  units  have  been 
used  to  advantage  on  structures  where  a  large  number  of  members  of 
the  same  dimensions  are  required.  This  scheme  permits  of  consider- 
able saving  in  form  lumber  and  labor  and  by  using  a  central  plant  or 
factory  much  of  the  work  can  be  done  under  more  advantageous  con- 
ditions than  on  the  job  itself,  and  better  concrete  results.  For  buildings 
the  members  are  usually  made  on  the  job;  for  bridges,  especially  on 
railroad  work,  a  central  plant  is  used. 

More  material,  especially  steel,  is  required  for  this  type  of  construc- 
tion because  beams  and  slabs  are  not  continuous.  In  spite  of  this, 
however,  it  is  an  economical  method  under  certain  conditions. 

FORMS  FOR  BUILDINa  CONSTRUCTION 

Forms  for  building  construction  are  important  because  they  con- 
stitute so  large  a  proportion  of  the  total  cost.  Standardized  designs 
and  methods  of  construction  are  therefore  essential.  A  few  designs  for 
colunms, beams,  walls,  and  slabs,are  shown  on  pages  649  to  657.  These 
and  alternate  designs  are  given,  and  more  fully  discussed  than  is  possible 
here  in  "Concrete  Costs,"  chapter  XVI. 

A  designer  familiar  with  structural  layout  and  also  practical  building 
construction  can  save  money  by  making  detail  sketches  of  all  forms  so 
as  to  use  the  minimum  amount  of  lumber  and  of  labor  in  making  and 
placing.  Tables  giving  the  spacings  of  column  clamps,  and  joists, 
studs,  and  stringers  for  various  conditions,  are  given  in  Chapter  XX 
of  "Concrete  Costs.'*  It  is  important  to  know  the  order  of  removal 
of  forms,  this  being  usually  column  sides,  joists,  girder  sides,  beam 
sides,  slab  bottoms,  girder  and  beam  bottoms.  Walls  usually  are  built 
independently  and  the  forms  can  be  removed  without  disturbing  the 
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rest.  Wall  and  slab  forms  should  be  built  in  sections  to  prevent  bind- 
ing when  removing.  For  the  same  reason  beam  forms,  if  removed  as 
a  unit,  should  be  built  with  slightly  tapering  sides. 

For  making  forms  most  easily  the  carpenter's  bench*  should  be  de- 
signed so  that  cleat  holders  may  be  set  in  place  for  each  type  of  sec- 
tion and  piece  after  piece  of  forms  made  up  with  no  further  measuring. 

Lamber  for  Forms.  The  best  lumber  for  forms  or  molds  for  concrete 
is  white  pine  because  it  is  easily  worked  and  retains  its  shape  after 
exposure  to  the  weather.  Except,  however,  where  a  very  fine  face  is 
required,  motives  of  economy  usually  prompt  the  use  of  cheaper  material,* 
such  as  spruce  or  fir,  or,  for  very  rough  work,  even  hemlock.  Green 
lumber  is  preferable  to  dry  because  it  is  less  affected  by  the  water  in 
the  concrete. 

If  the  planks  or  boards  are  thoroughly  oiled  and  are  not  exposed  too 
long  a  time  to  the  hot  sun  and  dry  air,  which  tend  to  warp  them,  they 
may  be  used  over  and  over  again.  Long  exposure,  however,  will  throw 
the  surface  out  of  true,  and  open  up  the  joints.  In  some  instances  the 
same  lumber  can  be  employed  in  different  places.  For  example,  in  the 
construction  of  a  one-story  factory  building,  Mr.  Thompson  specified 
2-inch  tongued-and-grooved  roof  plank  of  green  spruce  for  the  forms, 
and  after  using  at  least  four  times,  no  difficulty  was  found  in  laying  it  on 
the  roof.  The  planks  were  merely  sUghtly  gritty  and  discolored  by  the 
oil  employed  to  prevent  adhesion  of  cement. 

Lumber  which  is  planed  on  one  side  is  essential  to  a  smooth  face,  and 
where  the  forms  must  be  removed  within  24  or  48  hours  it  is  sometimes 
advantageously  employed  for  rough  work  because  the  concrete  adheres 
less  to  planed  lumber  and  that  which  does  stick  is  easily  scraped  off, 
thus  effecting  a  saving  of  labor  which  more  than  balances  the  cost  of 
planing.  Many  concrete  experts  advise  the  use  of  beveled  edge  stuff 
in  preference  to  tongue-and-grooved.  The  edges  crush  as  the  board 
or  plank  swells,  and  this  prevents  buckling. 

Square  comers  and  thin  projections  should  be  avoided  when  possible; 
beveled  strips  in  the  corners  of  forms  will  eliminate  the  former. 

Steel  vs.  Lumber.  The  use  of  steel  forms  on  building  work  is  limited; 
the  first  cost  is  high,  and  it  is  difficult  to  adapt  them  to  changes  in 
dimensions  of  the  structure.  They  are  useful  where  they  can  be  used 
repeatedly  without  changes,  as  is  sometimes  the  case  for  slab  and  wall 
panels.    For  circular  columns  steel  forms  are  especially  satisfactory. 

*  See  drawing  of  caipenter's  bench  in  "Concrete  Costs,"  page  487. 
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Bamoral  of  FoniiB.  The  time  that  fonns  have  to  remain  in  place 
depends  upon  the  character  of  the  members,  weather  conditions,  the 
span,  if  a  beam  or  slab,  and  the  relation  of  the  dead  to  the  live  load. 

Vertical  members,  such  as  walls  thicker  than  4  inches,  or  ccdim[ms, 
will  bear  their  own  weight  when  quite  green,  while  horizontal  members, 
such  as  floors,  must  harden  until  the  concrete  can  sustain  the  dead 
weight  and  the  load  during  construction. 

The  weather  conditions  greatly  affect  the  setting  and  hardeniog  of 
concrete.  Heat  causes  it  to  harden  quickly  while  cold  retards  the 
hardening  and  therefore  prevents  early  removal  of  forms.  If,  through 
accident,  the  concrete  should  be  frozen,  it  will  not  begin  to  harden 
until  it  has  thawed  and  then  it  may  require  several  months  to  attain 
the  strraigth  usually  reached  in  two  or  three  weeks. 

A  long  span  beam  or  slab  must  be  supported,  in  general,  a  longer 
time  than  a  short  one,  chiefly  because  of  the  larger  dead  load.  If  the 
dead  load,  i.e.,  the  weight  of  the  concrete,  is  heavy  in  comparison  with 
the  live  load,  i.e.,  the  load  which  the  floor  must  bear  later  on,  forms 
must  be  left  a  longer  time  because  the  compression  in  the  concrete  is 
large  even  before  the  live  load  comes  upon  it. 

Experienced  builders  have  definite  rules  for  the  minimum  time 
which  the  forms  must  be  left  in  ordinary  weather  and  then  these  times 
are  lengthened  for  poor  weather  conditions  and  special  members  ac- 
cording to  judgment. 

As  a  guide  to  practice  the  following  rules  are  suggested:* 

Walls  in  mass  work:  One  to  3  days  or  until  the  concrete  will  bear 
pressure  of  the  thumb  without  indentation. 

Thin  walls:  In  summer,  2  days;  in  cold  weather,  5  da}^. 

Columns:  In  summer,  2  days;  in  cold  weather,  4  days,  provided  the 
girders  are  shored  to  prevent  an  appreciable  weight  reaching  the  colmnns. 

Slabs  up  to  7-foot  spans:  In  summer,  6  days;  in  cold  weather,  2  weeks. 

Beam  and  girder  sides:  In  summer,  6  days;  in  cold  weather,  2  weeks. 

Beam  and  girder  bottoms  and  long  span  slabs:  In  summer,  10  days 
or  2  weeks;  in  cold  weather,  3  weeks  to  i  month.  Time  to  vary  with 
the  conditions. 

Conduits:   2  or  3  days  provided  there  is  not  a  heavy  fill  upon  them. 

Arches:  If  of  small  size,  i  week;  large  arches  with  heavy  dead  load, 
I  month. 

*See  aJso  paper  on  "Form  Construction"  by  Sanford  E.  Thompson,  in  BuUetin  No  xj,  Assodation 
of  American  Portland  Cement  Manufacturers,  and  Proceedings  National  Association  of  Cement  Uaera. 
WcL  3,  p.  64,  X007. 
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Fte,  194. — Column  Form  Showing  Various  Designs.    iSee  f.  651 J 
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All  these  times  are  of  course  simply  approximate,  the  exact  time 
varying  with  the  temperature  and  moisture  of  the  air  and  the  char- 
acter of  the  construction.  Even  in  summer,  during  a  damp,  cloudy 
period,  wall  forms  sometimes  cannot  be  removed  inside  of  5  days, 
and  other  members  are  delayed  proportionally.  Occasionally,  too, 
batches  of  concrete  will  set  abnormally  slow,  either  because  of  slow 
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Fig.  195. — Beam  Form  Showing  Three  Methods  of  Construction.     (5«  p,  651.) 

setting  cement  or  impurities  in  the  sand,  and  the  foreman  and  inspec- 
tor must  watch  very  carefully  to  see  that  the  forms  are  not  removed 
too  soon.    Trial  with  a  pick  may  help  to  determine  the  right  time. 

One  large  builder*  requires  that  a  20-penny  spike  driven  into  the 
concrete  must  double  up  before  it  has  penetrated  one  inch. 

A  plan  which  is  being  introduced  on  some  of  the  best  construction 
work  is  to  take  a  sample  of  concrete  from  the  mixer  once  or  twice  a 


•Mr.  C.  A.  p.  Turner. 
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day  and  allow  it  to  set  out-of-doors,  under  the  same  conditions  as  the 
construction  work,  until  the  date  when  the  forms  should  be  removed, 
then,  before  beginning  to  remove,  find  the  actual  strength  of  the  con- 
crete by  crushing  the  blocks  in  a  testing  machine  to  see  whether  it  is 
strong  enough  to  carry  the  dead  and  the  construction  load. 

Colamn  Forms.  Column  forms  for  square  or  rectangular  columns 
differ  principally  in  the  type  of  clamp.     (See  Fig.  194,  p.  649.) 

For  round  columns  metal  forms  are  commonly  used.  The  most 
economical  method  of  erecting  wood  column  forms  is  to  nail  three  sides 
together  before  erecting,  and  the  fourth  side  afterward.  If  the  column 
sizes  are  to  be  reduced  in  the  upper  stories  it  is  convenient  to  use  in 
the  largest  sizes,  in  making,  narrow  strips  of  sheathing  that  can  be  re- 
moved without  spUtting  the  boards  when  the  column  is  made  smaller. 
Every  column  form  should  be  jnade  with  a  clean-out  opening  at  the 
lower  end. 

Beam  and  Girder  Forms.  The  principal  methods  of  beam  construc- 
tion are  shown  in  Fig.  195,  page  650. 

Girder  forms  are  similar  to  beam  forms  except  for  the  beam  openings, 
which  are  framed  by  inch  or  inch  and  a  half  stock,  as  is  the  case  with 
beam  openings  in  column  forins.  If  the  beams  are  of  the  same  or 
nearly  the  same  depth  as  the  girder,  the  girder  sides  should  be  made  in 
sections  between  beam  openings;  if  the  beams  are  shallower  than  the 
girders  the  forms  may  be  made  in  one  piece. 

Beam  and  girder  forms  should  be  erected  as  a  unit  after  assembUng 
the  sides  and  bottom  on  the  floor  bclovr.  Beam  sides  may  be  made  of 
i-inch  (f-inch)  or  2-inch  (i|-inch)  stock — the  former  is  more  economical. 
Beam  bottoms,  unless  very  narrow,  should  not  be  thinner  than  2-inch 
stock.    Cleats  should  be  spaced  symmetrically  about  the  center  line. 

A  simple  form  of  clamp  for 
beam  or  small  column  forms, 
used  originally  in  Europe,  is  shown 
in  Fig.  196.  The  hook,  ^4,  is  a 
plain  piece  of  flat  iron  J  inch  by 
1 1  inches,  with  one  end  bent  and 
curved  as  shown.  The  dog,  B^ 
is  a  square  piece  of  iron,  with  the 
end  slightly  turned  and  a  hole 
slightly  larger  than  the  flat  iron, 
A,  punched  through  it.  This  is 
tightened  by  hammering  on  its 
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Pig.  106. — Clamp  for  Beam  or  Small 
Column  Form.     {See  p.  651.; 
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lower  Old.  The  outward  pressure  of  the  form  boards  upon  its  uiq>er 
end  causes  it  to  bind,  and  prevents  it  from  slipping  back.  If  it  fails 
to  hold,  in  any  case,  a  wooden  wedge  is  readily  driven  in  to  assist  in 
tightening. 


Beun  Form8  (or  Fireprooflng  Steel  Beams.     If  the  huilding  is  of 
steel  frame  construction  with  concrete  slabs,  the  beams  and  columns 
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may  be  covered  with  concrete  for  fire  protection.  In  such  a  case,  the 
concrete  should  be  carried  around,  under  the  bottom  of  the  flange  to 
protect  it  from  &re. 

One  type  of  beam  form  in  this  class  of  construction  is  shown  in  Fig. 
197,  page  65a. 

The  section  shows  in  detail  one  method  of  construction.  Wire  is 
passed  through  the  bottom  form  around  the  cleat  and  then  bent  over 


Fig.  iqS. — Foims  for  Fl&t  Slab  Conatnic^n  Using  Joists  and  Stringers.     (See  p.  655.) 

the  top  of  the  I-beam  to  hold  the  form  in  place.  To  be  really  fire-proot, 
the  concrete  must  surround  not  only  the  sides  but  also  the  bottom  of  the 
I-beam.  To  reinforce  the  strip  of  concrete  under  the  lower  flange  of 
the  I-beam,  clips  may  be  attached  to  the  flange  as  shown  in  the  figure. 
There  are  several  patented  designs  of  cUps  in  the  market. 

Slab  Forma.  Slab  forms  for  a  panel  should  usually  be  made  in  two, 
three,  or  four  sections,  to  facilitate  removal.  The  sheathing  may  be 
made  up  into  panels  with  thin  cleats  or  battens,  and  the  panels  supported 
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by  joists  or  joists  and  stringers.    The  latter  method  is  most  economica) 
and  is  iilustrated  in  Fig.  198,  page  653. 

Another  type  of  form,  designed  by  William  O.  Lichtner,  where  the 
panels,  including  the  joists  and  the  sides  of  the  beam  forms,  are  made  up 
in  advance,  is  shown  in  Fig.  199,  p.  654.. 


w\ 


Fic.  300. — Fonns  (or  Curtain  Walla  Between  Columns.    (So;  p.  656.) 

Flat  slab  forms  must  be  entirely  supported  by  posts,  but  in  beam  and 
girder  construction  the  slab  joists  may  be  supported  on  a  horizontal 
ledger  or  joist  bearer  nailed  to  the  beam  cleats,  or  these  beam  cleats  ma> 
be  notched  to  receive  the  joists. 


6s6 
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In  remaking  slab  forms  when  the  beams  are  made  narrower  the 
joists  are  lengthened  on  alternate  ends  by  nailing  on  short  lengths.  Tx> 
avoid  increasing  the  length  or  width  of  the  sheathing,  a  strip  of  zinc 
may  be  placed  over  the  crack.  Whenever  columns  are  reduced  in  size, 
the  panels  must  be  cut  back  to  beyond  the  first  deat  and  patched  out 
to  fit  the  new  size. 


l"Bolta 


ron  Washers 


Fig.  20I. — Sectional  Wall  Form.     (See  p.  657.) 

Wall  Forms.  A  form  for  a  cellar  wall  is  illustrated  in  Fig.  6,  page  19. 
Occasionally  the  face  of  the  excavation  can  be  trimmed  so  that  only 
one  side  of  the  form  is  necessary. 

A  form  for  a  curtain  wall  is  shown  in  Fig.  200,  page  655.  This  type 
of  wall  is  usually  built  after  the  structural  part  of  the  building  is 
complete. 
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For  building  solid  walls  a  sectional  form  is  convenieat.  A  very 
economical  and  much  used  type  of  wall  form  is  shown  in  Fig.  301,  p:^ 
656.  This  wall  form  is  made  in  sections  3  feet  high  by  12  feet  long  and 
is  bolted  as  shown.  A  form  of  this  size  is  very  easily  handled  by  two 
carpenters.  The  bolt  holes  left  hi  the  wali  can  be  utilized  for  attachii^ 
an  outside  scaffolding,  as  shown  in  Fig.  201,  after  which  they  can  be  very 
easily  plu^:ed  up  in  the  usual  manner. 


Fig.  I02.— Fonns  for  Hollow  Walls.     (See  p.  657.) 

A  design  for  a  form  for  a  hollow  wall  is  shown  in  Fig.  202.  The  ribs 
and  bolts  are  so  arranged  that  the  latter  do  not  pass  through  the  con- 
crete, the  form  being  raised  when  the  concrete  reaches  their  level.  In 
the  same  figure  is  shown  a  style  of  tongued  and  grooved  molding  with 
edges  slightly  beveled,  which  may  be  used  to  form  the  horizontal  joint 
instead  of  nailing  a  triangular  strip  upon  the  planks.  If  the  surface  is 
finished  as  a  monolith  of  course  no  moldings  are  required.  The  forms 
must  be  nearly  watertight,  to  prevent  the  mortar  running  away  from 
the  stones. 
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STBENGTH  OF  FOBMS 

Forms  that  are  sufficiently  strong  and  rigid  and  at  the  same  time 
economical  in  the  use  of  lumber  must  have  the  dimensions  and  spacing 
of  all  joists,  stringers,  studs,  and  posts  determined  by  computation. 
The  loads  to  consider  are:  (i)  on  beam,  girder,  and  slab  forms,  the 
vertical  pressure  of  concrete  (assumed — for  convenience  in  figuring — 
at  144  pounds  per  cubic  foot),  and  the  construction  load  of — ^in  average 
cases — 75  pounds  per  square  foot;  and  (2)  on  column  and  wall  forms 
the  hydraulic  pressure  of  a  liquid  weighing  144  pounds  per  cubic  foot. 
The  head  to  be  used  in  figuring  the  hydraulic  pressure  should  be  the 
depth  poured  in  the  time  that  the  concrete  takes  to  begin  to  set;  in 
summer  this  is  about  half-an-hour.* 

The  allowable  stress  in  3  by  4-inch  posts  is  350  and  in  4  by  4-inch, 
450  pounds  per  square  inch;  in  joists  and  stringers  subject  to  a  vertical 
load,  I  200  pounds  per  square  inch;  and  in  studs  and  colunm  clamps, 
where  the  load  is  somewhat  relieved  as  the  concrete  sets,  2  400  to  3  000 
pounds  per  square  inch.     The  bending  moment  formula  is  3f  =  tVPF/, 

3    WP 

and  the  deflection  formula  is  d  ^  -r — —  . 

384  EI 

The  stress  in  column  clamps  is  governed  to  a  certain  extent  by  the 
type  of  clamp;  the  closer  to  the  sheathing  the  bolts  or  ties  are  placed 
the  shorter  the  span  and  the  smaller  the  bending  moment.  In  wide 
colunms  an  extra  bolt  can  be  run  through  the  middle  of  the  column. 

If  weak  or  poorly  braced  forms  are  forced  out  of  place  by  the  con- 
crete they  can  be  realigned  only  at  the  risk  of  cracking  and  seriously 
injuring  the  green  concrete. 

Forms  should  be  designed  so  that  the  pressure  of  the  concrete  forces 
the  boards  against  their  cleats;  nails  are  then  required  only  to  hold 
the  {)arts  in  place  before  concreting,  and  very  few  are  needed.       • 

CONSTRUCTION  METHODS 

Construction  methods  are  covered  fully  in  the  preceding  chapters. 
The  most  important  references  are  to  be  found  in  Chapter  Xm,  Mix- 
ing; Chapter  XIV,  Depositing;  and  Chapter  XVI,  Laying  Concrete  in 
Freezing  Weather. 

It  is  important  to  keep  the  bottom  steel  above  the  forms  in  order  to 
imbed  the  bars  enough  to  develop  their  strength  and  to  get  the  proper 
thickness  of  fireproofing.  Near  columns,  especially  in  flat  slabs,  the 
location  of  the  top  steel  is  essential.    Either  concrete  blocks  or  wire 

*  For  other  conditions  see  Concrete  Costs,  Table  127,  page  6x0. 
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chairs  are  satisfactory  for  keeping  steel  in  position.  Although  done  in 
many  cases,  it  is  bad  practice  to  place  the  steel  directly  on  the  forms 
and  pry  it  up  as  the  concrete  is  placed. 


BENDING  STEEL 

Numerous  patented  machines  for  bending  steel  are  in  the  market. 
A  table  with  two  devices  for  bending  bars  is  shown  in  Fig.  203,  page  659 
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BEINFOBOED  OONORETE  CHIMNEYS 

High  factory  chimneys  of  reinforced  concrete  are  being  built  in  this 
country  and  abroad.  The  cost,  especially  of  those  over  loo  feet  high,  is 
usually  much  less  than  brick.  If  designed  and  built  upon  the  same  prin- 
ciples and  by  the  same  methods  which  have  proved  essential  in  other  types 
of  reinforced  concrete  construction,  they  can  be  depended  uf)on  to  give 
permanent  satisfaction. 

Reports*  from  a  large  number  of  chimneys  have  shown  that  concrete  is 
unaffected  by  the  heat  from  an  ordinary  steam  boiler  plant.  The  temper- 
ature in  such  chimneys  seldom  exceeds  700°  Fahr.  while  400®  to  500^  Fahr. 
is  more  usual.  Experimental  tests  also  indicate  that  cdhcrete  is  not  appre- 
ciably injured  at  temperatures  of  600°  to  700°  Fahr.-j* 

To  provide  for  extremes,  it  is  advisable,  however,  to  build  an  independ- 
ent inner  shell  of  concrete  or  firebrick  for  at  least  a  portion  of  the  height. 
Concrete  should  not  be  used  for  a  chimney  in  connection  with  special  high 
temperature  furnaces. 

Since  concrete  and  steel  have  substantially  the  same  coefficient  of  expan- 
sion! there  is  no  danger  of  heat  causing  a  separation  of  the  reinforcement 
from  the  concrete. 

The  expansive  effect  of  heat  is  a  more  serious  question.  Stresses  are  set 
up  in  the  shell  of  any  masonry  chinmey  because  of  the  hot  interior  and  cold 
exterior  surfaces.  A  concrete  chinmey,  however,  has  thinner  walls  so  that 
the  stress  is  less  than  in  one  of  brick  or  tile  and  it  is  also  better  reinforced. 
Provision  for  temperature  stresses  are  discussed  in  paragraphs  on  design 
which  follow. 

Oonstruction.  A  reinforced  concrete  chimney  is  more  difficult  to  con- 
struct than  many  other  kinds  of  concrete  construction  because  of  its  height 
And  shape,  and  it  therefore  should  be  handled  by  experienced  builders. 

It  is  essential  in  chimney  construction  that  the  materials  be  very  carefully 
selected.  The  sand  as  well  as  the  cement  should  be  tested  by  determining 
the  actual  tensile  strength  of  mortar  made  from  it.  The  stone  preferably 
should  be  of  the  nature  of  a  hard  trap  rock  J  inch  maximum  size.  Propor- 
tions 1:2:3  have  been  found  to  give  good  results.  A  dry  mix  should  not 
be  used,  since  insufficient  water  will  produce  a  porous  concrete  which  does 
not  adhere  to  the  steel.  The  consistency  must  be  wet  enough  to  quake  and 
form  jelly-like  mass  when  lightly  rammed,  so  as  to  properly  imbed  and 

*  A  special  investigation  of  reinforced  concrete  chimneys  was  made  by  Sanford  £.  Thompson  in 
1907  for  the  Association  of  American  Portland  Cement  Manufacturers.  Many  of  the  points  here 
discussed  are  summarized  from  the  report,  which  is  printed  as  Bulletin  No.  1 8  of  the  Association 

f  Tests  of  Metals,  U.  S.  A. 

t  See  page  961. 
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Fio.    104. — Deagn  of  Chimney  of  the  Bdison  Electric  Illuminatiiig  Co„ 
Brooklyn,  N.  Y.    {See  f.  66>.) 
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bond  the  reinforcement.  No  exterior  plastering  should  be  permitted  because 
it  is  liable  to  check  and  scale.  The  steel  should  be  good  quality  round  or 
deformed  bars.  Bars  with  flat  surfaces  like  T-bars  are  inferior  because 
the  flat  surfaces  give  a  poor  bond  and  the  angles  make  the  placing  of  the 
concrete  difficult.  Deformed  bars  of  small  size  quite  closely  spaced  are 
specially  good  for  the  horizontal  steel  to  distribute  the  temperature  stresses 
and  high  carbon  steel  of  first-class  quality  also  has  advantages  for  the  hor- 
izontal reinforcement. 

Design.  The  design  of  a  chimney  built  in  Brooklyn,  N.  Y.,  in  1907  is 
illustrated  in  Fig.  204, 

Design  of  Reinforced  Concrete  Chimneys.  A  reinforced  concrete  chim- 
ney consists  primarily  of  a  concrete  shell  with  vertical  steel  bars  imbedded 
in  it  all  around  the  chimney.  The  shell  must  be  of  proper  thickness  and 
the  steel  bars  sufficient  in  size  and  number  to  withstand  the  stresses  due  to 
the  weight  of  the  chimney  and  to  the  action  of  the  wind.  A  chimney  of  this 
type  differs  essentially  from  one  of  brick  in  that  the  diameter  at  the  base  is 
so  small  as  compared  to  the  height  that  it  would  overturn  imder  a  heavy 
wind  were  if  not  for  the  vertical  bars  of  steel  which  serve  as  anchors  and 
hold  it  on  the  windward  side. 

Wind,  in  blowing  against  a  chimney,  causes  compression  on  the  side  oppo- 
site to  the  wind  and  tension  on  the  side  against  which  the  wind  is  acting. 
This  compression  is  resisted  by  the  concrete  and  steel  on  the  leeward  side, 
while  the  tension  or  pull  is  taken  by  the  steel  on  the  windward  side. 

In  addition  to  the  vertical  reinforcement,  a  reinforced  concrete  chimney 
should  be  provided  with  horizontal  hoops  of  steel,  the  object  of  which  is  to 
stiffen  the  vertical  steel,  to  distribute  cracks  in  the  concrete  due  to  a  dif- 
ference in  temperature  between  the  interior  and  exterior  and  to  resist  the 
diagonal  tension. 

In  designing  a  reinforce  1  concrete  chimney  the  problem  then  is  primar- 
ily to  determine  at  various  horizontal  sections  the  necessary  thickness  of  the 
concrete  shell  and  the  required  amount  of  vertical  reinforcement,  so  that 
the  allowable  working  stresses  in  the  concrete  and  in  the  steel  shall  not  be 
exceeded  under  the  action  of  the  forces  to  which  the  structure  may  be  sub- 
jected. The  problem  is  one  in  mechanics,  involving  the  equilibrium  of  a 
system  of  forces,  and,  with  certain  reasonable  assumptions,  the  laws  of  me- 
chanics may  therefore  be  applied  to  these  forces,  producing  thereby  certain 
rational  formulas  from  which  the  necessary  proportions  of  the  chimney  may 
be  determined.  The  complete  analysis  and  development  of  the  most  ilsef  ul 
formulas  are  given  in  Chapter  XX,  page  390,  of  this  treatise,  the  for- 
mulas themselves  being  reproduced  below. 
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The  problem  of  the  determination  of  stresses  due  to  the  difference  in 
temperature  between  the  interior  and  the  exterior  of  the  shell  involves  many 
uncertainties.  The  heat  tends  to  expand  the  inner  surfaces,  producing 
tension  in  the  outside  surface  of  the  shell  and  compression  in  the  interior 
surface.  Although  the  distribution  of  the  stress  is  not  clearly  known,  the 
variation  of  the  heat  through  the  shell  not  being  uniform,  tentative  compu- 
tations indicate  high  stresses  so  that  it  is  a  question  whether  vertical  tem- 
perature cracks  can  be  entirely  prevented  any  more  than  they  can  be  pre- 
vented in  brick  or  tile  chimneys.  The  function  of  the  horizontal  steel  may 
therefore  be  to  distribute  these  cracks  and  to  resist  the  vertical  shear  or 
diagonal  tension.  This  horizontal  steel  should  be  distributed  therefore  by 
using  small  diameter  bars  closely  spaced  rather  than  large  bars  spaced  fur- 
ther apart.  Because  of  the  possibility  of  vertical  temperature  cracks,  'the 
concrete  should  never  be  relied  upon  to  carry  tension  or  vertical  shear,  and 
the  amount  of  horizontal  reinforcement  to  resist  this  may  be  obtained  in  a 
similar  fashion  to  the  determination  of  vertical  stirrups  in  a  beam.  In 
Chapter  XX,  page  397,  the  analysis  for  the  shearing  stresses  is  indicated, 
and  the  final  formula  is  presented  below  together  with  suggestions  for  adapt- 
ing the  horizontal  reinforcement  to  temperature  stresses. 

The  amount  of  vertical  reinforcement,  the  thickness  of  the  shell,  and  the 
percentage  of  horizontal  reinforcement  may  be  obtained  from  the  following 
formulas,  the  derivation  of  which  is  given  in  Chapter  XX,  page  390. 

Let 
W  —  weight  in  pounds  of  the  chimney  above  the  section  under  considera- 
tion. 
M  =  moment  in  inch-pounds  of  the  wind  about  that  section. 
fg  =  maximum  tension  in  the  steel  in  pounds  per  square  inch. 
/g  =  maximum  compression  in  the  concrete  in  pounds  per  square  inch 
(measured  at  the  mean  circumference). 

n  =  ^    =  ratio  of  modulus  of  elasticity  of  steel  to  that  of  concrete. 

D  —  mean  diameter  of  shell  in  inches  (i.  e.,  diameter  of  center  of  ring). 

r  =  mean  radius  of  shell  in  inches. 

t  =  total  thickness  of  shell  in  inches. 

i4,  =  total  cross-sectional  area,  in  square  inches,  of  reinforcing  bars  in 
the  section  under  consideration. 

k  =  ratio  of  distance  of  neutral  axis,  from  mean  circumference  on  compres- 
sion side,  to  the  mean  diameter  1). 

s,  Cp,  Cy  ==  constants  for  any  given  value  of  k,  Tables  i  and  2,  pages  66$, 
666. 


664  A  TREATISE  ON  CONCRETE 

Pq  =  ratio  of  area  of  steel  hoop  to  area  of  concrete. 

h^  =  height  in  feet  of  chimney  above  section  under  consideration. 

F  =  effective  wind  pressure  against  chimney  in  pounds  per  square  foot. 

Then 

?>  {M  -  W  z  D) 

2  W  +  (Cr/,  -  Cpf.n)  ^ 

/ 1     +    A±.  (2) 

Cpf.D  itD 

Formulas  (i),  (2),  and  (3)  correspond  iv  formulas  (96),*  (97),  and  (98) 
in  Chapter  XX, 

In  the  formula  for  ^o>  the  first  term  gives  the  ratio  of  steel  to  resist  verti- 
cal shear  or  diagonal  tension,  and  the  second  term  is  an  arbitrary  ratio 
designed  to  distribute  the  temperature  strains.  To  best  distribute  the  tem- 
perature strains,  a  maximum  spacing  of  the  horizontal  bars  is  recommended 
as  6  inches  to  10  inches. 

In  the  formulas  the  terms  z,  Cp  and  Cy  are  constants,  the  values  of  which 
are  fixed  for  any  given  position  of  the  neutral  axis.  By  means  of  tables 
I  and  2  (pp.  665-6)  these  constants  may  be  easily  and  quickly  determined 
so  that  the  solution  of  formulas  (i)  and  (2)  is  rendered  quite  simple  after 
the  selecting  of  the  diameter  and  height  of  the  chimney  and  computing  the 
bending  moments  due  to  the  wind  at  the  various  sections  considered.  The 
thickness  of  shell  must  be  assumed  in  formula  (i)  in  order  to  determine 
the  average  diameter  D  and  to  compute  the  weight  W.  A  new  computation 
may  be  made  to  correct  this  if  necessary.  For  economical  distribution  of 
concrete  and  steel,  computation  must  be  made  for  several  sections  in  the 
height.  It  is  advisable  to  make  the  thickness  of  exterior  shell  never  less 
than  5  inches  but  the  number  of  steel  rods  may  be  gradually  reduced  toward 
the  top. 

Summary  of  Essentials  in  Design  and  Oonstmction.  In  the  investiga- 
tion* referred  to,  the  essential  requirements  are  summarized  as  follows: 

(i)     Design  the  foundations  according  to  the  best  engineering  practice. 

(2)  Compute  the  dimensions  and  reinforcement  in  the  chimney  with 
consei;yative  units  of  stress,  providing  a  factor  of  safety  in  the  concrete  of 
not  less  than  4  or  5. 

*  See  footnote,  p.  660. 
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(3)  Provide  enough  vertical  steel  to  take  all  of  the  pull  without  exceed- 
ing 14,000  or  at  most  16,000  pounds  per  square  inch. 

(4)  Provide  enough  horizontal  or  circular  steel  to  take  all  the  vertical 
shear  and  to  resist  the  tendency  to  expansion  due  to  the  interior  heat. 

(5)  Distribute  the  horizontal  steel  by  numerous  small  rods  in  prefer- 
ence to  larger  rods  spaced  farther  apart. 

(6)  Specially  reinforce  sections  where  the  thickness  in  the  wall  of  the 
:himney  is  changed  or  which  are  liable  to  marked  changes  of  temperature. 

(7)  Select  first-class  materials  and  thoroughly  test  them  before  and  dur- 
ing the  progress  of  the  work. 

(8)  Mix  the  concrete  thoroughly  and  provide  enough  water  to  produce  a 
quaking  concrete. 

(9)  Bond  the  layers  of  concrete  together. 

(10)  Accurately  place  the  steel. 

(11)  Place  the  concrete*  around  the  steel  carefully,  ramming  it  so  thor- 
oughly that  it  will  slush  against  the  steel  and  adhere  at  every  point. 

(i  2)     Keep  the  forms  rigid. 

The  fulfillment  of  these  requirements  will  increase  the  cost  of  the  struc- 
ture, but  if  the  recommendations  are  followed,  there  should  be  no  difficulty 
in  erecting  concrete  chimneys  which  will  give  thorough  satisfaction  and  will 
endure. 


Table  i.     Values  of  Constants  Cp,   Ct,  z  and  j  for  Different  Positions  of  the 

Neutral  Axis,  (i.  e.,  for  various  values  of  k) 

For  use  with  equations  (i),  (2)  and  (3),  page  664,  and  (96),  (97)  and  (98), 
pages  396  to  399.  k  is  ratio  of  distance  of  neutral  axis  from  mean  circumference 
on  compression  side  to  the  mean  diameter  D.  Value  of  k  to  suit  the  condition  cf 
the  problem  is  obtained  from  Table  2,  page  666. 


k 

Cp 

Ct 

z 

• 

0.050 

0.600 

3.008 

0.490 

0. 760 

0. 100 

0.852 

2.887 

0.480 

0.766 

0.150 

I  .049 

2.772 

0.469 

0.771 

0.200 

1.218 

2.661 

0.459 

0.776 

0.250 

I    370 

2.551 

0.448 

0.779 
0.781 

0.300 

I. 510 

2.442 

0.438 

0350. 

I  .640 

2.333 

0.427 

0.783 

0.400 

I    765 

2.224 

0.416 

0.784 

0.450 

1.884 

2. 113 

0.404 

0.785 

0.500 

2.000 

2.000 

0.393 

0.786 

0-550 

2. 113 

1.884 

0.381 

0.785 

p.  600 

2.224 

1.765 

0.369 

0.784 

\ 
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Table  2.     Location  of  Neutral  Axia  for  various  combinatioru  of  cotnpreasive  sfreM,  /^  tennie 

atresa,  fg  and  ratio  of  moduli,  n,  {aae  p,  663.) 


sS  « 

k 

H  (4  >4 

BATIO     OF    DEPTH   OF 

NEUTRAL   AXIS   TO   DEPTH   OF 

8TEBL 

.    BELOW    MOST   COMPRESSED 

8DRFACB 

OF  BEAM 

* 

^  flO  M 

n 

-  10 

n-  12 

n=  15 

Maximum  compressive  stress 

Maximum  compressive  stress 

Maximum  compressive  stress 

a 

m  concrete,  /^ 

in  concrete,  /^ 

m  concrete,  f^. 

300 

400 

5oo 

600 

700 

300 

400 

Soo 

600 

700 

300 

400 

5oo 

600 

700 

8000 

.  272 

•  334 

.384 

.438 

.466 

.310 

.375 

.428 

•  474 

.5X2 

.360 

.428 

.484 

.530 

.568 

9000 

.25o 

.308 

.357 

.400 

.438 

.285 

.348 

.400 

.444 

.483 

•  334 

.400 

.454 

.5oo 

.538 

1 0000 

.231 

.286 

.334 

.375 

•412 

.264 

•  324 

.375 

.4x8 

.456 

.3x0 

•  375 

.438 

.474 

.5X2 

xzooo 

.214 

.266 

.312 

.353 

.389 

.246 

.304 
.385 

.353 

.395 

.433 

.290 

.353 

.405 

.450 

.488 

1 3000 

.300 

.25o 

.394 

.334 

.368 

.331 

.334 

.375 

.412 

.272 

•  334 

.384 

.438 

.466 

13000 

.188 

.236 

.278 

.316 

.350 

.317 

.270 

.316 

.356 

.392 

.257 

.3x6 

.366 

.409 

.447 

Z4000 

.176 

.222 

.263 

.300 

.334 

.  204 

.355 

.300 

.340 

.375 

.243 

.300 

•  349 

.391 

.438 

iSooo 

.166 

.210 

.25o 

.285 

.318 

.198 

.  343 

.286 

.324 

.360 

.231 

.386 

•  334 

.375 

.412 

z6ooo 

.i58 

.200 

.238 

.272 

.304 

.184 

.331 

.272 

.310 

•  344 

.220 

.373 

•  319 

.360 

.396 

17000 

.  z5o 

.  190 

.228 

.261 

.291 

.175 

.330 

.361 

•298' .33d 

.2ZO 

.36x 

.306 

•  346 

.383 

18000 

■  143 

.182 

.218 

.25o 

.280 

.166 

.3IO 

.25o 

.285 

.318 

.  200 

.35o 

.394 

.334 

.368 

19000 

.  136 

.174 

.208 

.  240 

.270 

.  160 

.30I 

.240 

.275 

.306 

.  X93 

.340 

.383 

.333 

.356 

a  0000 

.  130 

.166 

.  200 

.231 

.260 

.l53 

.194 

.231 

.264 

.296 

.X84 

.33X 

.373 

.310 

.344 

In  connection  with  reinforced  concrete  chimneys,  the  problems  which 
arise  are  of  two  general  kinds: 

(i)  A  problem  in  design,  involving  the  determination  of  the  necessary 
thickness  of  shell  and  required  amount  of  reinforcement  at  the  various 
sections  of  a  chimney  of  given  height  and  diameter. 

(2)  A  problem  in  the  review  or  investigation  of  a  chimney  of  given  height 
and  diameter  having  a  certain  thickness  of  shell  and  a  given  amount  of 
reinforcement  to  determine  the  stresses  in  the  concrete  and  the  steel  under 
the  action  of  certain  forces. 

The  application  of  the  foregoing  formulas  to  such  problems  and  the  use 
of  the  accompanying  tables  may  best  be  illustrated  by  the  following  numeri- 
cal examples,,  although  the  designer  is  advised  also  to  refer  to  Chap- 
ter XX,  pp.  390-399  for  a  thorough  understanding  of  the  subject. 

Design  of  a  Chimney.  Example  i.  Given  a  chimney  with  height  above 
section  considered,  no  ft.;  mean  diameter  at  section  considered,  10  ft.;  allow- 
able pressure  in  concrete  (/g),  500  lb.  per  sq.  in.;  allowable  tension  in  steel 
(/,),  14  000  lb.  per  sq.  in.;  ratio  of  moduli  n,  15;  wind  pressure  (on  normal  plane) 
50  lb.,  per  sq.  ft.,  weight  of  concrete  taken  as  150  lb.  per  cu.  ft.  What  is  the 
necessary  thickness  of  shell  and  amount  of  reinforcement  at  the  given  section  ? 

Solution.  As  in  all  chimney  designs,  it  is  necessary  her*  to  make  a  trial 
assumption  of  the  thickness  of  shell  in  order  to  estimate  the  weight.     Suppose 
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we  assume  a  6-inch  shell  for  the  entire  height  above  the  section.  Assuming 
that  a  wind  pressure  of  50  lbs.  per  square  foot  on  a  normal  plane  corresponds 
to  ^^  of  50  pounds  or  30  pounds  per  square  foot  on  the  projected  diameter 
of  a  cylindrical  surface  we  have  the  bending  moment  due  to  the  wind, 

M  -  [10.5  X  no  X  30]  X  H^  X  12  =-  22  869  000  in.   lb. 
and  the  total  weight  of  the  chimney  above  the  section, 

W  -  3.1416  X  10  X  0.5  X  no  X  150  =•  259  180  lb. 
For  /c  =-  500,  /,  =»  14  000,  and  «  =»  15,  table  x  gives  k  =  .349 
For  k  =»  .349  table  2  gives  Cp  «  1.637,  ^T  ""  2.335,  ^  ^  -427 
Substituting  in  equation  (i), 

8  (22  869  000  —  259  180  X  .427  X  120) 

A.  =  =  19.6 

2.335  X  14000  X  120 

Therefore  19.6  square  inches  of  steel  are  require4. 

If  }  inch  round  rods  are  selected,  45  of  them  would  be  required. 

Substituting  in  equation  (2),  we  have 

19.6 


^  2  X  259180  +  [(2.335  X  14000)  -  (1-637  X  500  X  1$)]  3-^416 

1-637  X  500  X  120 

19.6 


3.1416  X  120 


6.6  inches 


Therefore  a  6.6  inch  shell  would  be  used.  , 

In  general  the  values  of  A^  and  t  as  thus  obtained  should  be  readjusted  by 
computing  W  on  the  basis  of  the  computed  thickness  of  shell.  In  the  case  at 
hand,  however,  the  original  assumption  of  a  6-inch  thickness  corresponds, 
for  all  practical  purposes,  with  the  computed  thickness  of  6.6  inches,  so  that 
recomputation  is,  in  this  case,  unnecessary.  If  the  walls  of  the  chimney  taper 
in  thickness  the  value  of  W  must  be  altered  accordingly.* 

Having  determined  the  required  thickness  of  shell  and  amount  of  vertical 
reinforcement  there  remains  the  question  of  the  necessary  horizontal  or  cir- 
cular reinforcement.  Substituting  in  formula  (3)  for  /,  say  14000  lb.,  we 
have 

110X30 

^0  "  ^W^ Zrr^  ^  0.0025  -  0.0044 

18.8  X  14000  X  6.6 

Area  of  steel,  i4,  =■  6.6  X  12  X  0.0044  =  0.35  sq.  in.     Thus  J  inch  round  rods 
should  be  spaced  6  J  inches  on  centers. 

In  a  similar  manner  any  other  section  of  the  chimney  may  be  proportioned. 

Review  of  a  Chimney.  Example  2.  Given  a  chimney  with  height  above 
section  considered,  90  ft;  mean  diameter  at  section  considered,  8  ft.;  thickness 
of  shell  at  section  considered,  6  in.;  vertical  steel  at  section  condsidered,  60  —  f 
in.  round  rods;  wind  pressure  (on  normal  plane,  50  lb.  per  sq.  ft.);  weight  of 
concrete  taken  as  150  lb.  per  sq.  ft. ;  ratio  of  moduli,  n,  15. 

What  are  the  maximum  stresses  in  the  concrete  and  in  the  vertical  steel  at 
the  section  under  consideration  ? 

*  In  relatively  high  chimneys  steel  cannot  be  stressed  to  14,000  lbs.  per  sq.  in.  (see  p.  399). 
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Solution,  A  problem  of  this  kind  must  necessarily  be  solved  by  a  method 
of  successive  trials,  since  the  position  of  the  neutral  axis  is  not  known.  The 
location  of  the  neutral  axis  is  determined  by  the  values  of  fc,  /«  and  n,  two  of 
which,  in  this  case,  are  unknown.  The  method  of  procedure,  therefore,  is  to 
assume  outright  a  trial  position  of  the  neutral  axis,  select  the  constants  accord- 
ingly, substitute  in  equations  (i)  and  (a)  and  solve  them  for  /«  and  Z^. 

Then  see  if  the  position  of  the  neutral  axis,  as  fixed  by  these  values  of 
/«  and  ff.  and  the  given  n,  is  the  same  as  the  position  assumed  at  the  start. 
If  the  two  positions  agree,  then  f^  and  /<.  as  found  are  the  actual  stresses;  if 
not,  a  new  position  of  the  neutral  axis  must  be  assumed,  new  constants 
selected,  and  new  values  of  /,  and  /^  computed  from  equations  (i)  and  (2). 
Thus  a  series  of  trials  must  be  made  until  the  location  of  the  neutral  axis  as 
assumed  is  consistent  with  the  computed  values  of  /^  and  /,  together  with 
the  given  n. 

In  this  problem,  assuming  30  pounds  pressure  on  the  projected  area,  we  have 
the  bending  moment  due  to  the  wind, 

90 
M  -=  [8.5  X  90  X  30]  X  —  X  12  =  12  393  000  in.  lb. 

2 

and  the  total  weight  of  the  chimney  above  the  section, 

W  -  3.1416  X  8  X  0.5  X  90  X  150  =  169  646  lb. 
Af  ^        60  X  .3068  =»  18.41  sq,  in. 

Now  suppose  we  assume  the  neutral  axis  at,  say,  k  =  .400 
For  k  =»  .400,  table  i  gives  Cp  =»  1.765,  Cj*  «  2.224, 2  =  .416 
Substituting  in  equation  (i)  we  have 

8  (12  393  000  —  169  646  X  .416  X  96) 

18.41  =- ; 

2.224  X  /«  X  96 

whence  /^  =»  11 400 

Substituting  in  equation  (2)  we  have 

18.41 

2  X  169646  +  (2.224  X  11400  -  1.765  4c  15)  7  o 

,  ^  3-Mi6  i^^i 

1-765  X  /c  X  96  3.1416X96 

whence /c  ■»  416 

Now  /,'—  II  400,  fc  «  416,  and  f  —  15  gives  k  «  .354  which  does  not  cor- 
respond with  our  original  assumption  oiz  -=  .400.  Evidently  the  true  k  must 
lie  somewhere  between  the  assumed  and  determined  values,  hence  if  we  now 
assume,  say,  k  =»  .375  and  recompute,  we  obtain  /«  ■=»  11  000  and  fc  =435, 
the  values  of  which  together  with  n  «  15  gives  k  =»  .371  which  checks  fairly 
well  with  the  assumption  of  k  —  .375.  For  all  practical  purposes  we  may 
therefore  say  that  the  maximum  stress  in  the  steel  is  1 1  000  pounds  per  square 
inch,  while  the  maximum  stress  in  the  concrete  is  435  pounds  per  square  inch. 
The  results  indicate  that  both  the  thickness  of  shell  and  the  amount  of  steel 
are  greater  than  are  necessary  for  safe  stresses. 
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CHAPTER  XXIV 

FOUNDATIONS  AND  PIERS 

Concrete  excels  as  a  material  for  foundations,  and  here  finds  a  wide 
and  important  field  of  usefulness.  It  is  pre-eminently  adapted  to  such 
construction,  because  the  stresses  are  chiefly  compressive,  the  forms 
are  easily  built,  and  the  surface  appearance  need  not  be  considered. 

Since  the  design  of  a  foundation  or  sub-structure  is  governed  almost 
as  much  by  the  character  of  the  underlying  rock  or  soil  as  by  the  super- 
structure, brief  reference  is  made  to-  the  standard  practice  in  estimating 
loads,  although  the  treatment  of  engineering  principles,  as  such,  is  not 
within  the  prQvince  of  this  treatise. 

Reinforced  concrete  footings  are  treated  in  detail  (see  p.  673). 

BEARING  POWER  OF  SOILS  AND  ROCK 

Sound  hard  ledge  will  support  the  weight  of  any  foundation  and 
superstructure,  but  if  the  rock  is  seamy  or  rotten  it  may  require  thor- 
ough examination  and  special  treatment.  If  its  surface  is  weathered,  it 
must  be  removed.  A  sloping  surface  must  be  stepped  or  the  founda- 
tion designed  with  sufficient  toe  to  prevent  sliding. 

The  sustaining  power  of  earths  depends  upon  their  composition,  the 
amount  of  water  which  they  contain  or  are  likely  to  receive,  and  the 
degree  to  which  they  are  confined. 

Mr.  Joseph  R.  Worcester*  suggests  the  following  unit  loads  on  soil  m 
and  around  Boston  based  on  an  examination  of  over  1 000  borings  and 
experience  with  the  behavior  of  heavy  structures  actually  built. 

Dry,  hard,  yellow  clay,  "boulder  clay,"  dry  sand  or  gravel,  6  tons  per 

sq.  ft. 
Compact,  damp  sand,  hard  sandy  clay,  hard  blue  clay,  5  tons  per  sq.  ft. 
Medium  blue  clay,  whether  or  not  mixed  with  fine  sand,  3^  tons  per 

sq.  ft. 
Soft  clay,  running  sand  (confined),  2§  tons  per  sq.  ft. 

These  pressures  may  be  considered  as  guides  for  general  use,  al- 
though the  variation  in  materials  and  in  local  conditions  is  so  great  that 
each  problem  should  be  individually  investigated. 

*  Journal  Boston  Society  of  Civil  Engineers,  Vol.  I,  January  1914,  p.  19. 
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For  estimating  the  safe  load  on  piles  driven  to  finn  strata,  such  as 
rock'  or  hard  pan,  the  loading  which  a  pile  will  stand  is  determined  by 
the  crushing  strength  of  the  timber.  K  supported  wholly  or  in  part  by 
friction,  it  is  customary  to  calculate  the  safe  loading  by  a  formula* 
based  upon  factors  obtained  by  experiment,  or  by  one  based  upon  the 
penetration  of  the  pile  from  the  blow  of  the  pile  driver.  The  Engineer- 
ing  News  formula  is  commonly  used: 

Let 

P  =  safe  load  in  tons  upon  a  pile. 

W  =  weight  of  hammer  in  tons. 

h    =  height  of  fall  in  feet. 

p    =  penetration  in  inches  imder  last  blow. 

Then 

Mr.  Worcester*  suggests  the  following  modification  of  the  Engineer- 
ing News  formula  for  local  practice  around  Boston. 

P  =  -^— —     {Eng.  News  formula  +  50  per  cent.) 
p  +  i 

Mr.  Worcester  statesf  with  reference  to  spacing  piles: 

The  minimum  distance  between  centers  of  piles  depends  upon  two 
factors:  the  hardness  of  the  soil  and  the  size  of  the  butts.  Ordinary 
spruce  piles  may  be  well  driven  24  inches  on  centers,  while  large  and 
long  piles  can  not  be  driven  to  advantage  closer  than  30  inches.  Another 
governing  condition  must  be  taken  into  accoimt,  however,  and  that  is 
the  supporting  power  of  the  soU  as  a  whole.  Where  the  piles  reach  a 
real  hard  pan,  the  soil  will  generally  resist  all  the  pressure  that  the  piles 
can  bring  on  it,  unless  it  consists  of  a  thin  crust  overlying  a  soft  mate- 
rial; but  when  the  soil  is  so  soft  that  the  piles  hold  by  friction  only,  and 
there  is  enough  friction  to  carry  all  the  soil  between  the  piles  down  with 
them,  in  case  they  go  together,  the  spacing  becomes  a  question  of  how 
much  the  underlying  soil  will  support  per  square  foot.  For  example, 
if  the  soil  can  only  support  2  tons  per  square  foot,  and  the  piles  could 
each  carry  18  tons,  it  is  useless  to  place  them  closer  than  3  feet  on  centers. 

GONCBETE  GAPPINa  FOB  PIUBS 

While  formerly  stor.e  capping  for  piles  was  advocated,  it  is  now  gen- 
erally accepted  practice  in  plain  and  reinforced  concrete  foundations  to 

*  Journal  Boston  Sodety  of  Civ3  Engmeen,  Vol.  i,  Janoaiy  19x4,  p.  19. 
t  Journal  Association  Engineeiing  Societies,  June  1903,  p-  389. 
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lay  the  concrete  directly  upon  the  head  of  the  piles  which  have  been  cut 
to  the  required  grade.  The  heads  of  the  piles  are  usually  imbedded 
in  the  concrete  to  a  depth  of  6  inches.  Sometimes  the  ground  may  be 
excavated  to  a  depth  of  i  or  2  feet  around  the  piles  and  a  layer  of  broken 
stone,  or  chips,  spread  and  rammed  hard  upon  it  before  la\dng  the 
concrete  so  that  the  supporting  power  of  the  soU  between  the  piles  may 
be  utilized.  Generally,  however,  it  is  not  safe  to  rely  at  all  on  the 
soiL 

The  thickness  of  the  concrete  above  the  piles  must  be  sufficient  to 
prevent  the  head  of  the  pile  shearing  through  the  concrete.  In  a  well- 
designed  footing,  however,  the  thickness  required  for  strength  is  suffi- 
cient to  resist  the  punching  shear  of  the  piles. 

GENERAL  RULES  OF  DESIGN 

In  designing  foundations,  two  requirements  must  be  borne  in  mind: 
(i)  that  the  settlement  of  the  structure  be  as  small  as  possible;  and  (2) 
that  settlement,  if  any,  be  uniform  throughout  the  structure.  This 
last  requirement  is  specially  important  in  a  reinforced  concrete  struc- 
ture, because  on  account  of  the  rigidity  of  the  construction,  uneven 
settlement  causes  secondary  stresses  in  the  columns,  beams,  and  slabs, 
which  may  exceed  the  stresses  produced  b}-  the  loading,  and  in  extreme 
cases  may  even  cause  failure. 

The  first  requirement  will  be  satisfied  by  selection  of  a  proi)er  imit 
pressure  on  the  soil.  To  satisfy  the  requirement  for  imiform  settlement, 
it  is  necessary  to  design  the  footings  so  that  the  pressure  in  all  parts 
of  the  structure  is  uniform.  The  size  of  the  footing,  therefore,  must 
be  varied  with  the  superimposed  load.  For  footings  carrying  more 
than  one  column,  the  center  of  gravity  of  the  loads  from  the  columns 
should  coincide  with  the  center  of  gra\ity  of  the  upward  reactions,  which 
for  footings  resting  directly  on  the  soil,  coincides  with  the  center  of 
gravity  of  the  footing.  For  pile  foundations,  the  center  of  gravity  of 
the  upward  reaction  coincides  with  the  center  of  gravity  of  the  piles. 

In  proportioning  footings,  the  effect  of  the  dead  load  upon  settle- 
ment is  much  larger  than  of  the  Uve  load  because  in  most  structiures 
the  full  live  load  may  not  be  imposed  upon  all  floors  at  the  same  time, 
while  the  dead  load  is  always  there.  A  suggestion  for  reduction  in  the 
live  load  is  given  on  page  618.  Mr.  Schneider,  in  his  specification*  for 
structural  design  of  buildings,  specifies: 

of  the  American  Society  of  Civil  Engineers.  Vol.  LrV\  June.  1905,  p.  491. 
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The  live  loads  on  foundations  shall  be  assumed  to  be  the  same  as  for  the  footings  of 
columns.  The  areas  of  the  bases  of  the  foundations  shall  be  proportioned  for  the  dead 
load  only.  The  foundation  which  receives  thelargest  ratio  of  live  to  dead  load  shall  be 
selected  and  proportioned  for  the  combined  dead  and  live  loads.  The  dead  load  on 
this  foundation  shall  be  divided  by  the  area  thus  formed  and  this  reduced  pressure  per 
SQuare  foot  shall  be  the  permissible  working  pressure  to  be  used  for  the  dead  load  on 
all  foundations. 

Frequently  the  building  line  nearly  coincides  with  the  property  line 
and  the  foundation  must  be  placed  entirely  inside  the  building.  In 
such  cases,  to  prevent  eccentric  pressure  on  the  foundation,  either  canti- 
lever construction  may  be  used  for  transmitting  the  exterior  colunm 
loads  centrally  to  the  footings,  or  a  combined  footing  design,  as  ex- 
plained on  page  678. 

In  structures  such  as  chimneys  or  narrow  buildings  which  are  sub- 
ject to  wind  pressure,  the  foundation  should  be  designed  with  due  con- 
sideration of  the  eccentricity  caused  by  the  wind. 

Safe  Bearing  on  Concrete.  Bases  and  bearing  plates  for  steel  columns 
must  be  made  of  sufficient  area  to  transmit  the  pressure  to  the  con- 
crete foundation  without  exceeding  the  unit  working  stress  in  bearing, 
as  specified  on  page  573. 

Anchoring.  Columns  subject  to  upUft  due  to  lateral  forces,  as  in 
trestles,  must  be  securely  anchored  to  the  foundation.  The  anchors 
must  be  made  strong  enough  to  resist  the  uplift,  and  imbedded  deep 
enough  in  the  concrete  so  that  the  weight  carried  by  them  will  be 
enough  to  coimteract  the  uplift. 

PLAIN  CONCRETE  FOOTINGS 

The  area  of  the  base  of  the  footings  is  determined  by  dividing  the 
superimposed  load  by  the  allowable  unit  pressure  on  the  soil.  The  area 
of  the  top  is  governed  by  the  allowable  bearing  stress  on  the  concrete. 
If  the  difference  between  the  area  of  the  base  and  of  the  top  is  large, 
the  footing  m^y  be  stepped  or  battered.  The  depth  will  depend  upon 
the  allowable  ratio  of  the  length  of  the  projection  to  the  height  of  the 
block.  The  projection  should  be  figured  as  a  cantilever  loaded  by  the 
reaction  of  the  soil  assmning  the  critical  section  at  the  face  of  the  super- 
imposed step.  The  riatio  of  length  of  the  projection  to  its  height  is 
therefore  governed  by  the  allowable  tensile  strength  of  the  concrete 
and  the  magnitude  of  the  upward  pressure.  The  tensile  stress  in  the 
concrete  must  not  exceed  the  allowable  value.     (See  p.  332.) 
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REINFORCED  CONCRETE  FOOTINGS 

To  distribute  the  column  load  over  a  large  area  of  the  ground  without 
carrying  the  foundation  in  successive  steps  to  a  considerable  depth  and 
using  a  large  mass  of  concrete,  the  foundation  may  be  built  of  reinforced 
concrete.  This  in  almost  all  cases  permits  a  great  reduction  in  the  cost 
of  the  foundation.  Reinforced  concrete  footings  utilize  the  compressive 
strength  of  the  concrete  and  therefore  are  more  economical  than  the 
I-beam  type  of  design  formerly  used.* 

Reinforced  concrete  footings  may  be  divided  into  three  groups:  (i) 
Wall  footings;  (2)  Independent  colunm  footings  of  rectangular  or  square 
shape;  (3)  Combined  footings  carrying  more  than  one  column. 

Wall  Footings.  A  wall  footing,  as  a  rule,  consists  of  a  slab  projecting 
the  required  distance  on  both  sides  of  the  wall  as  cantilevers.  In  figur- 
ing  bending  moments,  each  portion  should  be  considered  as  a  cantilever 
with  the  critical  section  at  the  face  of  the  wall.  The  reinforcement, 
determined  from  the  bending  moment  in  the  usual  fashion  (see  p.  510), 
consists  of  bars  placed  at  the  bottom  of  the  footing  at  right  angles  to 
the  wall. 

Special  attention  must  be  paid  to  bond  stresses.  The  depth  of  tlie 
footing  and  the  diameter  of  the  bars  must  be  arranged  in  such  a  way 
that  the  unit  bond  stress,  based  on  the  total  external  shear  and  deter- 
mined by  formulas  given  on  page  534,  does  not  exceed  the  allowable 
unit  stress.  It  is  of  great  advantage  to  use  bars  with  small  diameters. 
The  use  of  deformed  bars  toiay  also  prove  economical. 

Diagonal  tension  also  must  be  considered  (see  p.  516).  As  a  basis 
for  figurmg  the  diagonal  tension,  the  shear  is  taken,  figured  at  a  dis- 
tance from  the  wall  face  equal  to  the  effective  depth  of  the  footing. 
It  is  preferable  to  design  the  footings  of  such  dimensions  as  to  avoid 
the  use  of  diagonal  tension  reinforcement. 

In  stepped  footings,  the  steps  must  be  made  of  such  depth  that  at  no 
point  of  the  footing  shall  either  the  bond  or  the  diagonal  tension  exceed 
the  allowable  working  unit  stress. 

Independent  Column  Footings.  A  column  footing  generally  consists 
of  a  square  or  rectangular  slab  reinforced  with  bars  placed  at  the  bottom 
of  the  footing  and  running  in  two  or  sometimes  in  four  directions.  In 
such  slabs  the  moments  and  stresses  act  in  radial  and  circumferential 
directions  similarly  as  in  flat  slabs  at  the  column  head. 

Bending  Moments,    Referring  to  Fig.  205,  page  676,  the  bending 

*  See  Second  Edition  of  Concrete  Plain  and  Reinforced,  page  643. 
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moments  at  the  critical  section  taken  at  the  face  of  the  column  1-2 
may  be  determined  by  considering  the  footing  as  detached  along  the 
diagonal  lines  i-j  and  2-6  formed  by  connecting  the  comers  of  the 
column  with  the  comers  of  the  footing.  The  load  on  each  trapezoid 
thus  obtained  produces  a  bending  moment  about  the  face  of  the  column 
which  can  be  determined  by  multiplying  the  load  on  the  rectangle  12^4 
directly  in  front  of  the  column  face  by  the  length  of  half  the  projection 
of  the  footing  from  the  column,  and  the  load  on  the  remaining  triangles 
134  and  2^6  by  a  moment  arm  equal  to  two-thirds  of  that  projection. 
Dead  load  of  footing  does  not  need  to  be  considered  in  figuring  bending 
moment  and  shear.  The  bending  moment  may  be  expressed  by  the 
following  formula. 
Let,  for  square  footings, 

a  =  length  of  side. 
c  =  diameter  of  column. 
P  =  total  column  load. 
Cj?=  constant. 

Then,  for  square  footing, 

M\=±(,-t\(,  +  t)aP  (i) 

24  \        a/   \        a/ 

or  Jf  =  CpaP  (2) 

in  which  Cp  equals  —  (^""~)    l^"'""')' 

For  rectangular  footing,  let 

a  and  b  =  length  of  sides  (see  Fig.  205). 
Cp^  =  constant. 

Then  moment  in  a  direction  (at  1-2  Fig.  205). 

M  =  Cp.aP  (3^ 


where  Cp,  = 


^(-O'(-r) 


The  moment  is  in  the  same  units  as  a,  b,  and  P. 
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Constants  Cp  for  Square  Footings 
To  be  used  in  formula  for  bending  moment,  M  =  CpaP  (See  p.  674). 


c 

c 
Ratio  of  Diameter  of  Column  to  Side  of  Footing,  — . 

a 

o.xo 

o.xs 

0.20 

0.25 

0.30 

0.3s 

0.40 

0.4s 

0.50 

Cf 

0.071 

0.065 

0.059 

0.053 

0.047 

0.041 

0.036 

0.031 

0.026 

Constants  Cp^  for  Rectangular  Footings 
To  be  used  in  formula  for  bending  moment,  M  —  CpiaP.     (See  p.  674.) 


Ratio  of  Diameter 
of  Column  to 

Ratio  of  Diameter  of  Column  to  the  Other  Side  of  Footing,  -j- 

One  Side  of  Footing 

c 

a 

c.io 

0.15 

0.20 

0.25 

0.30 

0.3s 

0.40 

0.4s 

0.50 

O.IO 

0.071 

0.073 

0.074 

0.076 

0.078 

0.079 

0.081 

0.083 

0.085 

015 

0.063 

0.065 

0.066 

0.068 

0.069 

0.071 

0.072 

0.074 

0.075 

0.20 

0.056 

0.057 

0.059 

0.060 

0.061 

0.063 

0.064 

0.065 

0.067 

0.25 

0.049 

0.050 

0.052 

0.053 

0.054 

0.05s 

0.056 

0.057 

0.059 

0.30 

0.043 

0.044 

0.045 

0.046 

0.047 

0.048 

0.049 

0.050 

0.051 

0.3s 

0.037 

0.038 

0.039 

0.040 

0.041 

0.041 

0.042 

0.043 

0.044 

0.40 

0.032 

0.032 

0.033 

0.034 

0.035 

0.035 

0.036 

0.037 

0.038 

0.45 

0.027 

0.027 

0.028 

0.028 

0.029 

0.030 

0.030 

0.031 

0.032 

0.50 

0.022 

0.022 

0.023 

0.023 

0.024 

0.024 

0.025 

0.026 

0.026 

Effeciive  Reinforcement  and  Effective  Width.  In  determining  the  re- 
sisting moment,  which  must  be  equal  to  the  bending  moment,  the 
steel  considered  as  eflFective  is  that  placed  within  a  width  consisting  of 
the  width  of  the  column  plus  twice  the  thickness  of  the  footing  plus 
half  of  the  remaining  distance  to  the  edge  of  the  footing  on  each  side. 
(See  Fig.  205.)  Additional  steel  should  be  placed  outside  the  eflFective 
width  at  a  spacing  twice  the  spacing  of  the  effective  reinforcement. 

Minimum  Depth  of  Footing.  The  minimum  depth  of  footing  as  deter- 
mined by  the  imit  punching  shear  is  obtained  by  dividing  the  total 
shear  at  the  edge  of  the  column  by  the  circumference  of  the  column 
times  the  allowable  unit  punching  shear.  If  the  area  of  column  is  small 
in  comparison  with  the  area  of  the  footing,  the  shear  may  be  taken  as 
equal  to  the  column  load. 

Bond  Stresses.  In  designing  footings,  the  most  important  and  often 
the  determining  feature  is  the  bond  stress.    The  depth  and  the  diameter 


676 


A  TREATISE  ON  CONCRETE 


of  the  bars  must  be  selected  so  that  the  bond  stress  does  not  exceed 
the  allowable  working  unit  stress  (see  p.  573).  In  figuring  bond,  the 
same  loads  and  the  same  steel  bars  should  be  taken  as  were  used  in 
determining  the  bending  moment,  and  the  moment  of  resistance  of  the 
footing.  Formula  (36),  page  534,*  should  be  used  in  figuring  the  unit 
bond  stress.  Besides  this,  the  length  of  the  bar  beyond  any  point 
must  be  large  enough  to  develop  the  tensile  stress  in  bar  by  bond.  Thus 
at  a  point  where  the  stress  in  a  bar  is  16  000  lb.,  not  only  the  unit  bond, 
u,  must  not  exceed  the  working  stress,  but  also  the  length  of  the  bar 
beyond  the  point  under  consideration  must  be  equal  to  the  required 
number  of  diameters  unless  the  bar  is  anchored  at  the  end.  Formula 
(39)?  page  539,  should  be  used  in  figuring  the  length  of  bar  to  pre- 
vent slipping. 


Hf-k^ 


-c 


Square   foo+ing 


Rectangular  Footing 


Fig.  205. — Square  and  Rectangular  Column  Footings.     (See  p.  673.) 

If  the  footmg  is  stepped,  or  beveled,  the  bond  must  be  figured  at  the 
points  of  change  in  thickness  to  determine  whether  in  all  places  the 
design  fulfills  both  of  the  requirements  as  to  the  unit  bond  stress,  u, 
and  the  length  of  imbedment  to  prevent  sHpping. 

Diagonal  Tension.  Tests  indicate  that  in  reinforced  concrete  foot- 
ings, diagonal  tension  develops  at  a  distance  from  the  face  of  the  column 
equal  to  the  eflFective  depth  of  the  footing.    In  figuring  the  maximum 

V 
diagonal  tension,  therefore,  by  the  formula,  v  =  — :—  (see  p.  517),  V 

bj  d 

should  be  taken  as  the  upward  load  between  the  edge  of  the  footing  and 

a  line  concentric  with  and  distant  from  the  colunm  face  a  distance 


Ir-m.'.ittI  i;..; 
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Accept  25  inches  as  the  depth  of  the  footing. 

Find  Diagonal  Tension.    To  determine  whether  the  minimum  depth  is  sufficient, 

diagonal  tension  will  be  determined  at  a  distance  from  column  equal  to  effective 

depth  of  footing,  as  explained  on  page  676.    The  side  of  the  square  is  28  +  2  X  25  = 

78  inches,  or  6.5  ft.,  and  the  circumference,  78  X  4  =  312  inches.    The  area  outside 

57*7 
this  circumference  equals   100  —  6.5*  =  57.7  sq.  ft.,  and  the  load  — —  X  350  000  = 

100 

202  000  pounds. 

The  imit  shear  involving  diagonal  tension,  therefore,  is 

202  000 

^  =  TTZ r; =  30  lb.  per  square  inch. 

i  X  25  X  312 

Hence,  no  shear  reinforcement  is  necessary. 

Find  Bending  Moment.    As  explained  on  page  674,  the  bending  moment  can  be 

found  by  the  use  of  table  on  p>age  675.    The  ratio  of  diameter  of  column  to  side  of 

c  28 

footing  is  —  =  — — — a=  0.233,  and  the  corresponding  constant  from  the  table,  by 
a      10X12  *'*" 

interpolation,  Cy  —  0.0567.    The  bending  moment,  therefore,  is 

M  =  0.0567  X  10  X  12  X  350  000  =  2  380  000  inch-pounds. 

Find  Area  of  Steel.  The  reinforcement  will  be  placed  in  two  directions  parallel 
to  the  sides  of  the  footing.  The  area  of  steel  in  each  band  is  found  by  dividing  the 
bending  moment  determined  above  by  the  moment  arm  times  the  allowable  unit 
stress  in  steel. 

A.  =  ,  ^^   ^^    ^ =  6.8  sq.  in.  requiring  23,  {-inch  round  bars. 

4X25X16000  ^  -a  o    K^, 

All  these  bars  must  be  placed  within  the  effective  distance,  which  is  28  in.  + 

%  ft 
(2  X  25  in.)  +  - — -  =  8  ft.     (See  p.  675.)     Add  two  bars  at  each  side,  making  a 

2 

total  of  27,  f-inch  round  bars. 

Find  Bond  Stress.    Bond  stresses  are  determined  by  Formula  (36) ,  page  534.    Since 

072  000 

the  shear  at  one  edge  of  column  is  V  =-^^ =  83000  lb.,  and  the  number  of 

4 
effective  bars  per  band  is  23,  f-inch  round  bars,  the  periphery  of  which  is  23  X  1.96  = 

45.2  inches;  therefore  the  unit  bond  stress  is 

**  ^  1  V  t^.^  .  =  ^4  lb.  per  square  inch, 
f  A  25  A  45*2 

This  bond  stress  may  be  used  for  deformed  bars,  but  is  somewhat  excessive  for  plain 
bars  in  1 : 2 :4  concrete  (see  p.  573).  If  plain  bars  are  iised,  the  depth  would  have  to 
be  increased  or  smaller  bars  used.    Hence  use  deformed  bars. 

The  weight  of  the  footing  does  not  need  to  be  considered  in  figuring  bending 
moment,  shear,  diagonal  tension,  and  bond  stresses,  because  it  is  balanced  by  the  up- 
ward reaction.  It  increases,  however,  the  unit  pressure  on  the  soil;  therefore  it  was 
considered  in  determining  the  size  of  the  base  of  the  footing. 

An  example  of  this  type  of  footing,  founded  on  piles,  is  shown  in 
Fig.  207,  page  679.  This  is  one  of  the  interior  footings  used  for  the 
rfew  buildings  of  the  Massachusetts  Institute  of  Technology,  Cam- 
bridge, Mass. 

COMBINED  FOOTINGS. 

Sometimes  it  is  necessary  to  connect  the  footings  of  two  or  more 
columns,  as  when  the  face  of  the  columns  coincides  with  or  is  near  the 
edge  of  the  building  lot.    To  insure  equal  distribution  of  the  pressure  on 
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the  foundation,  it  b  of  utmost  importance  that  the  center  of  gravity 
of  the  loads  coincide  with  the  center  of  gravity  of  the  upward  reaction. 
The  shape  of  the  footing  and  the  relative  position  of  the  columns  on 
the  footing  are  governed  chiefly  by  this  requirement. 

Combined  footings  for  two  columns  carrying  loads  of  different  sizes 
■nay  be  made  in  the  shape  of  a  trapezoid,  the  center  of  gravity  of  which 
coincides  with  the  center  of  gravity  of  the  loads,  or  it  may  be  rectangu- 
lar in  shape,  but  with  a  longitudinal  projection  beyond  the  heavier 
column  of  a  sufficient  length  to  bring  the  center  of  gravity  of  the  rec- 
tangle in  the  required  position. 

I 


laoo 


Fio.  207— Section  of  Interior  Footing.     C5ee  f.  678.) 

A  combined  footing  may  be  either  a  slab  of  uniform  thickness,  or  its 
cross  section  niay  be  in  the  shape  of  an  inverted  T.  In  designing,  the 
footing  should  be  treated  as  a  beam  or  slab,  applying  the  principles  and 
formulas  given  in  the  chapter  on  Reinforced  Concrete  Design.  The 
pressure  acts  upwards,  consequently  the  tensile  stresses  due  to  the  posi- 
tive bending  moment  will  be  in  the  top  of  the  footing,  and  the  nega- 
tive bending  moment  at  the  bottom.  Special  attention  must  be  given 
to  bond  stress  and  diagonal  tension. 

The  main  reinforcement  is  placed  longitudinally,  that  is,  extending 
from  column  to  column  and  beyond.     If  the  width  of  the  footing  is 
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much  larger  than  the  width  of  the  column,  it  is  advisable  to  provid/* 
transverse  reinforcement  of  sufficient  amount  to  resist  the  transverse 
bending  moment.  This  reinforcement  is  either  distributed  over  the 
whole  footing,  or  concentrated  near  the  columns,  in  which  case  a  few 
bars  are  added  to  the  figured  amount  and  placed  between  columns. 
The  foUowing  example  illustrates  the  design  of  a  combined  footing. 

COMBINED  FOOTINa 

Example:  Find  the  dimensions  of  a  combined  footing  in  which  Pi «  400  000  lb.,  and 
Pi  s  580  000  lb.,  are  the  respective  loads  of  columns  i  and  2,  with  cross-sections  24 
and  30  in.  square.  The  distance  between  their  centers  is  15  ft.  and  the  allowable 
unit  pressure  on  the  soil  is  8  000  lb.  per  sq.  ft.     (See  Fig.  208,  p.  681.) 

Solution:  Area  of  Footing.  The  area  of  footing  will  be  determined  by  dividing 
the  total  superimposed  load  by  the  allowable  unit  pressure  on  the  soil.  Since  the 
weight  of  the  footing,  which  is  assumed  at  50  000  lb.,  increases  the  pressure  on  the 
soil,  it  must  be  included  in  the  total  superimposed  load  used  in  determining  the  area 
of  footing.  It  should  not  be  taken  into  account,  however,  in  determining  bending 
moments  and  shears.    The  total  superimposed  load  is  400  000  -h  580  000  +  50  000 

=  I  030  000  lb.    The  required  area  of  footing  therefore  is  —^ ■=  129  sq.  ft. 

o  000 

Shi^^e  of  Footing.  A  footing  of  a  rectangular  shape,  one  side  of  which  is  flush 
with  the  outside  face  of  column  i  will  be  accept^.  The  footing  extends  beyond  colunm 
2  (whidi  carries  the  larger  load)  the  required  length  to  make  the  center  of  gravity 
of  the  superimposed  loads  coincide  with  the  center  of  gravity  of  the  upward  reaction 
of  the  soil. 

Center  of  Gravity.    The  center  of  gravity  .of  the  column  loads,  from  simple 

mechanics,  is  distant  from  column  i ,  15  X ^   n —  8 .0  ft.    Since  center 

'  ''      400  000*^580  000 

of  gravity  of  upward  reaction  coincides  with  the  center  of  gravity  determined 

above  and  the  footing  is  flush  with  the  outside  face  of  column   i,  the  distance 

from  the  edge  of  the  footing  to  its  center  of  gravity  is  8.9  ft.  +  i  ft.  »  9.9  ft.     In 

a  rectangle  the  center  of  gravity  is  in  the  middle,  and  therefore  thetotallength  must 

equal  9.9  X  2  =  19.8. 

Width  of  the  Footing.    The  width  is  determined  by  the  required  area  and  is 

Shears.  The  shear  diagram  is  shown  in  Fi^.  208.  The  columns  are  represented 
by  theoretical  points  of  application  of  loads.  Smce  the  columns  are  large  the  shear 
at  the  edge  of  the  columns  will  be  smaller  than  the  theoretical  maximum  shear  and 
can  be  determined  by  plotting  the  dimensions  of  the  columns.  (See  Fig.  208,  page 
681.)    The  upward  reaction  per  foot  of  width  of  footing  determin^  by  (Sviding  the 

total  downward  load  by  the  length  of  the  footing  is r—  =  49  500  lb.  per  lin.  ft. 

19.0 

The  shear  at  the  left  of  column  2  equals  the  total  upward  reaction  on  the  cantilever, 
or  49  500  X  3  •  8  »  188  000  lb.  To  the  right  of  column  2  the  shear  equals  the  differ- 
ence between  the  column  load  and  the  upward  reaction,  or  580  000  —  188  000 
s  392  000  lb.    The  shears  are  obtained  similarly  at  the  other  column. 

Bending  Moment,  Weight  of  footing  is  not  considered  In  determining  the 
bending  moment  becau€^  it  is  balanced  by  the  upward  reaction.  The  bending  moment 
diagram  shown  in  Fig.  208  is  determined  by  simple  statics.  For  the  purposes  of  com- 
putation, the  footing  may  be  considered  as  a  slab  supported  at  the  columns  and  loaded 
by  the  uniformly  distributed  pressure  of  soil.  Since  the  uniform  load  acts  upward 
the  bending  moment  will  be  of  opposite  sign  to  that  in  ordinary  beams.^  The  maxi- 
mum bending  moment  of  the  cantilever  was  determined  by  multiplying  the  total 
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upward  load  on  the  cantilever  by  half  the  length  of  the  cantilever.  Their  magnitude 
is  indicated  on  the  diagram.  The  maximum  bending  moment  in  the  central  por- 
tion of  the  footing  is  determined  from  the  principle  that  the  point  of  maximum  bending 
moment  coincides  with  the  point  of  zero  shear,  the  distance  of  which  from  eitHer 
colunm  can  be  determined  by  dividing  the  vertical  shear  at  that  column  b^  the  up- 
ward unit  reaction.  For  column  i,  therefore,  the  point  of  zero  shear  is  distant 
350  500  lb.  -^  49  500  lb.  »  7.08  ft.  from  center.     The  maximum  bending  moment 

7  08 
=  24  700  ft.  lb.  —  350  500 lb.  X  7.08 ft.  -f  49  500  lb.  X  7.08  ft.  X  ^ —  =  I  215  700 

2 

ft.  lb.  where  24  700  ft.  lb.  is  the  bending  moment  at  the  column  due  to  the  projec- 
tion; 350  500  lb.  is  the  shear  at  the  reaction;  and  49  500  lb.  is  the  imiformly  dis- 
tributed upward  pressure  per  foot  of  width  of  footing 

The  bending  moment  in  the  central  portion  of  the  footing  depends  upon  the  magni- 
tude of  the  bending  moment  at  the  colunm  which  in  turn  depends  upon  the  length  of 
projection;  i.e.  the  length  of  the  cantilever. 

Depth  of  Footing.  Depth  of  footing  is  determined  by  the  punching  shear,  by 
diagonal  tension,  and  by  bending  moment.    The  largest  depth,  of  course,  must  be  used. 

Depth  Determined  by  Punching  Shear.  At  column  1,  the  load  equals  400  000  lb. 
Since  the  footing  is  flush  on  the  outside,  the  column  has  only  three  shearing  sides  of  a 
length  equal  to  24  X  3  =  72  in.    Allowing  for  the  load  transmitted  directly  by  the 

A.^  A.OQ  000 

column,  depth  required  is  ^  X  -^—rz =  42.3  in.    At  colunm  2,  although  the  load 

'     *^         ^  46      72  X  120  7-0 

is  larger  the  shearing  area  is  so  much  larger  than  at  column  i ,  that  the  required  depth 

is  only  37  in. 

Depth  Determined  by  Diagoncd  Tension,    From  the  shear  diagram,  the  niaximum 

shear  at  edge  of  column  2  is  F  ^  330  000.    Since  the  width  of  footing  is  78  in.  and  the 

aao  000 

allowable  shear  120  lb.,  required  depth  is ^^-r rr — -  =  40.3  in. 

120  X  .075  X  70, 

Depth  Determined  by  Bending  Moment.    Since  the  bending  moment  is  i  215  700 

ft.  lb.,  or   14600000  in.  lb.,    the  depth,  from  Formula  (3),  p.  482,1%  d  —  0.096 


4 


14  600  000  __    ._    ^ 


78 
In  this  case  the  depth  required  !)>  punching  shear  Is  a  maximum.    To  reduce 

amount  of  steel  and  bond  stresses  an  effective  depth  of  48  in.  is  accepted. 

Longltttdlnal  Reinforcement.    The  amount  of  longitudinal  reinforcement  may  be 

determined  from  Formula  (4a),  p.  482.    As  ^  — 5 — — — ^-rz — 7 =*  21.7  sq.  in. 

\T-/»  f   1  0.87s  X  48  X  16  000  ^ 

which  requires  28,  i-in.  round  bars.    The  reinforcement  of  the  cantilever  determined 

in  the  same  fashion  is  -4*  =  — _      f^ — r-r; — 2 =  6.3  sq.  in.    This  reinforce 

0.87s  X  48  X  16  000         ^  ^ 

ment  can  be  supplied  partly  by  bending  down  of  the  steel  and  partly  by  short 
bars.  Since  the  bond  stresses  are  very  large  it  will  be  necessary  to  provide  a  much 
larger  amount  of  steel  than  that  determined  by  the  bending  moment.  It  is  advis- 
able to  use  reinforcement  as  shown  in  Fig.  208. 

Stirrups.  The  stirrups  are  determined  from  the  shear  diagram  in  the  manner  ex- 
plained on  page  S28.  It  must  be  remembered  that  the  stirrups  are  designed  for  the 
shear  at  the  face  of  the  column  which  is  smaller  than  the  maximum  shear  as  found 
from  tests.  To  be  effective,  the  first  stirrup  should  be  placed  from  the  edge  of  the 
column  a  distance  equal  to  i  of  the  depth  of  the  footing. 

Cross  Bending.  Since  the  footing  is  wider  than  the  support,  it  is  subjected  to 
cross  bending.  To  prevent  the  projections  from  breaking,  enough  cross  steel  at  the 
bottom  of  the  footing  must  be  provided.  As  the  sizes  of  the  colunms  are  different, 
the  projections  at  the  base  are  different.  In  practice,  it  is  accurate  enough  in 
determining  the  bending  moment  to  divide  the  footing  by  lines  01  and  23  as  shown  in 
the  figures  and  compute  the  bending  moments  in  respect  to  lines  01  and  2j.    The 

load  at  each  cantilever  is ^M^  X  2.25  X  8.08  =  138  200  and ^^^522  x  2  X  11.7a 

0.5  0.5 

—  178  200  lb.  respectively. 

The  bending  moment,  obtained  by  multiplying  the  loads  by  half  of  the  length  of 
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the  projection  is  ITi  —  i  S70  000  in.  lb.  and  Mt  —  1  140  000  in.  lb.  The  requiied 
amount  of  steel,  from  fonaiik  (4a),  p.  4S1,  is  3.S  eq.  in.  at  column  i,and3.2aq.in.at 
colunui  3,  requiring   9,  (-in.  and  11,  |-in.  bars  respectively,  spaced  as  shown  in  the 

Inflaencfl  of  Projections  on  the  Bending  Moment.  The  bending 
moment  in  the  center  of  a  combined  footing  depends  upon  the  ratio 
of  the  length  of  cantilevers  to  the  distance  between  columns.  Fig.  209 
illustrates  three  cases  which  may  occur  in  the  design  of  footings.     In 


Fio.  109 — Bending  Moment  in  Center  o[  Footing  for  Varying  Lengths  of  Cantilevers. 


— Section  of  Combined  Footing.     Massachusetts  Institute  of  Technology. 
CS«^684.) 


(a)  the  projection  is  smaller  than  one-half  of  the  length,  /.  In  this 
case  the  bending  moment  in  the  cantilevers  and  at  the  columns  is 
positive  and  in  the  central  portion  negative.  In  (6)  is  illustrated  a  case 
in  which  the  length  of  the  cantilever  equals  \l;  hence  the  bending 
moment  in  the  center  equals  zero.  In  case  (c)  the  cantilevers  are  larger 
than  J  /  therefore  the  whole  footing  is  subjected  to  positive  bending 
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moment  which  is  a  maximum  at  the  column  and  a  minimum  in  the 
center. 

An  example  of  the  combined  type  of  footing  is  shown  in  Fig.  210, 
page  683.  This  is  one  of  the  exterior  footings  from  the  new  buildings 
of  the  Massachusetts  Institute  of  Technology. 

SPREAD  FOOTINGS 

When  the  allowable  pressure  on  the  soil  is  very  small  or  when  the 
building  is  supported  by  piles  sustained  by  friction,  it  may  be  necessary 
to  spread  the  foundation  over  the  whole  area  of  the  building,  either 
using  a  thick  mass  of  plain  concrete  or  a  thinner  slab  of  reinforced  con- 
crete design  as  a  flat  plate,  or  a  beam  and  slab  system. 

ilat  Slab  Foundations.  A  flat  slab  may  be  designed  by  the  method 
of  flat  plates  explained  on  pages  540  to  551.  The  slab  is  considered  as 
an  inverted  flat  plate  loaded  by  the  reaction  of  the  groimd  and  sup- 
ported by  the  columns. 

Special  provision  should  be  made  in  the  design  where  there  is  unequal 
loading. 

Since  the  distributed  pressure  acts  upward,  the  bottom  of  the  plate 
under  the  columns  and  the  top  of  the  plate  between  the  columns  is  in 
tension;  hence  the  sted  must  be  in  the  bottom  of  the  slab  under  the 
colunms,  and  should  be  bent  up  to  the  top  of  the  slab  between  columns. 
The  column  base  must  be  large  enough  to  prevent  excess  loading  ai^U» 
great  moments  and  shears  in  the  concrete. 

Beam  and  Slab  Foundation.  For  a  combination  of  beams  and  slabs 
the  principles  of  floor  design  are  followed  except  that  the  distributed 
load  acts  upward.  The  beams  or  ribs  may  be  built  either  above  or  be- 
low the  slab,  the  former  method  permitting  a  T-beam  design,  but,  on 
the  other  hand,  requiring  an  extra  fill  and  separate  floor  surface  in  the 
basement.  The  formulas  and  discussion  relating  to  slab  design  in 
Chapter  XXII  apply. 

FOUNDATION  BOLTS 

It  is  often  difficult  to  locate  bolts  in  concrete  with  sufficient  exactness 
for  setting  a  machine.  To  obviate  this  difficulty,  the  head  of  the  bolt 
should  be  provided  with  a  large  washer*  to  give  a  good  bearing  surface, 

*  The  washers,  which  are  used  for  transmitting  the  pressure  of  large  bolts  to  the  concrete  at  other 
foundations,  should  be  carefully  designed  with  heavy  ribs  so  as  to  transmit  a  uniform  pressure  per  square 
inch  of  area.    Neither  wrought  nor  cast  iron  plates  should  be  used  for  washers  under  large  bolts. 
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the  bolt  placed  in  its  approximate  position,  with  washer  down,  and  an 
iron  pipe  or  a  light  wooden  box  placed  around  the  bolt  resting  upon  the 
washer.  When  the  machine  is  set,  to  prevent  the  bolt  from  rusting,  the 
iron  tube  or  box  should  be  filled  with  mortar.  In  anv  case  the  tube  or 
box  should  be  filled  with  sand  before  the  machine  is  poured  up  with 
sulphur  or  cement  grout,  in  order  to  keep  these  materials  from  rimning 
down  the  bolt  holes. 

GONCBETE  PILES 

Concrete  piles  may  be  employed  in  place  of  wood  where  the  loading  is 
excessive,  and  where  the  durability  of  timber  piles  is  questioned  either 
because  of  probable  worm  action  or  the  rotting  of  the  timber.  If  the 
bearing  is  frictional  and  the  piles  are  driven  through  ground  which  is 
continually  wet,  there  is  usually  no  advantage  in  concrete  over  timber 
piles  unless  in  certain  instances  where  the  low  level  of  the  ground  water 
or  the  tide  water  is  so  far  beneath  the  structure  that  the  concrete  piles 
permit  the  commencement  of  the  foundation  at  a  considerably  higher 
level  and  thus  save  excavation  and  material. 

Concrete  piles  are  formed  in  place,  or  are  molded  above  ground. 

Various  methods  have  been  suggested  for  forming  the  hole  in  to  which 
the  concrete  is  to  be  placed.  One  of  the  patented  processes  consists  in 
driving  a  double  shell  of  metal  into  the  ground,  removing  the  inner  one, 
•^nd  J  Jibing  the  outer  to  form  a  mold  for  the  concrete.  The  two  shells 
ailQ  pne  driver  are  shown  in  Fig.  211,  page  686.  The  inner  shell  or  pile 
core,  which  is  of  heavy  sheet  steel  and  constructed  so  that  it  can  be 
made  to  collapse  for  removal  from  the  ground,  is  placed  within  the 
other  thinner  shell,  and  driven  like  an  ordinary  pile.  The  core  is  then 
collapsed  and  withdrawn,  leaving  the  outer  shell,  which  is  closed  at  the 
bottom,  to  be  filled  with  concrete.  By  providing  considerable  taper, 
additional  support  is  obtained  from  the  soil. 

Another  system,  illustrated  in  Fig.  212,  consists  in  driving  a  single 
shell  with  either  a  concrete  or  a  steel  point,  then  slowly  withdrawing  it, 
and  filling  the  space  which  it  occupied  with  concrete  whose  surface  is 
kept  far  enough  above  the  lower  end  of  the  tube  to  maintain  the  head 
necessary  to  resist  the  pressure  of  the  ground.  In  a  modification  of  this 
system  a  pedestal  is  formed  at  the  foot  of  the  pile.  Both  these  piles 
are  patented. 

Still  another  typ>e,  especially  adapted  to  underpinning,  is  the  caisson 
pile  in  which  a  steel  cy finder  is  sunk  to  a  strata  of  earth,  strong  enough 
to  carry  the  load,  and  filled  with  concrete.  With  a  minimum  diameter 
of  3  feet,  the  interior  can  be  excavated  by  hand  as  the  shell  is  sunk. 
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FW.  III.— Method  of  Forming  Concrete  Piles  in  Place.    {See  p.  685.) 
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By  undercutting  the  edge  when  the  cylinder  is  just  above  grade  a  spread 
base  can  be  secured  capable  of  carrying  a  large  load.  A  pile  of  this  type 
has  been  driven  to  carry  a  900  ton  load  on  a  6  foot  shaft  and  a  base  15 
feet  4  inches  in  diameter. 

Piles  made  in  situ  may  be  re- 
inforced if  desired. 

Cast  Piles.  Reinforced  piles 
which  are  formed  above  ground 
are  designed  like  columns  with 
vertical  remforcement  connect- 
ed  at  intervals  with  horizontal 
wire  rods. 

The  pile*  used  in  a  foundation 
for  the  Boston  Woven  Hose  & 
Rubber  Company,  Cambridge, 
Mass.,  is  illustrated  in  Fig.  213. 
These  piles  averaged  about  30 
feet  long.  The  hammer  weigh- 
ed 4  700  pounds  and  the  blows 
were  cushioned  by  a  head  con- 
sisting of  a  plate  iron  collar  16 
inches  square  on  the  inside  and 
3  feet  in  height,  which  incased 
\a  oak  block  16  by  16  by  18 
inches,  to  the  bottom  of  which 
six  thicknesses  of  rope  and  four 
layers  of  rubber  belting  were 
nailed.  The  piles  were  driven 
at  the  age  of  thirty  to  forty 
da3rs.  The  usual  drop  was  3 
feet  but  in  some  cases  this  was 
increased  to  19  feet  without 
injuring  the  pile. 


v*' 


•3: 


"'1 


|sr.»^ 


>? 


rtf 


•"V. 


itm.^ 


*-  > 


rstiw?. 


Pile 
Completed 


Concrete 

Oepoaited 

The  designs  drawn  up  in  1903    '     ^  1 1     Lj  "^ 
for  the  Pennsylvania  Railroad         1  Ullecl 

Tunnelt    under     the     Hudson     Fio.  212.— Method  of  Forming  Concrete 
River  call  for  a  shell  of  cast  PUes  in  Place.    {See  p.  6%%.) 

•  For  fuU  description  of  piles  and  driving  see  "  Cast  Reinforced  Concrete  Piles,"  by  Sanford  E.  Thomp- 
son and  Bei^amin  Fox,  Journal  Association  of  Engineering  Societies,  Vol.  XLII,  xgog. 
t  En^iuerimg  News,  Oct.  15,  1904,  p.  331. 
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iron  surrounded  by  concrete  and  sufqwrted  at 
intervals  by  steel  screw  piles  filled  with  con- 
crete. 

Sheet  Piling,  Poling  boards  of  concrete 
were  employed  by  Mr.  Howard  A.  Carson, 
Chief  Engineer  in  the  construction  of  the  ap- 
proaches to  the  East  Boston  Tunnel.  These 
are  described*  as  follows: 

The  excavation  was  through  gravel  and 
clay,  and  through  sand  containing  some  water. 
Trenches  i6  feet  long  and  i6  feet  apart  were 
dug  to  about  the  level  of  the  bottom  of  the 
building  foundation.  Below  the  foundation 
one-half  of  each  trench,  or  8  feet  in  length, 
was  carried  down  to  grade.  The  bank  below 
the  foundation  was  held  in  place  by  means 
of  concrete  slabs  used  as  sheet  piling,  as  illus- 
trated in  Fig.  214.  These  slabs  were  from  6 
to  8  feet  long,  6  inches  wide,  and  2  inches 
thick,  and  each  was  reinforced  with  six  square 
steel  rods  running  the  entire  length  of  the  slab 
and  shown  in  Fig.  215.  If  wooden  sheeting 
had  been  used,  it  would  have  been  Mwwsary 
either  to  have  concreted  directly  against  it  and 
left  it  in  place,  or  to  have  pulled  *V  j«»n*^ 
as  the  concrete  was  filled  in.  If  the  first 
method  had  been  used,  the  planks  would  in 
time  have  become  rotten,  leaving  a  vacant 
space.  If  the  planks  had  been  pulled,  there 
would  have  been  danger  that  some  of  the  earth 
under  the  building  would  run  and  a  settle- 
ment of  the  building  follow.  In  order  to 
guard  against  any  slight  voids  which  might 
have  been  left  in  driving,  grout  was  poured  in 
behind  the  sheeting.  This  sheeting  served 
not  only  to  hold  the  bank  in  place,  but  was 
used,  in  place  of  a  back  wall,  to  wateiprocrf 
against.  The  sheeting  was  not  disturbed, 
and  the  wall  of  the  tunnel  was  built  directly 

Fk..  ..3.-Pite.used  at  Cam.  ^«^'*  '^■ 

bridgC.Masa.    {Seep.66j.)  •  NinCb  Aanuia  Report,  Boiton  Tmuii  1 
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BRIDOE  PIEBS 

Concrete  is  employed  for  bridge  piers  either  as  filling  for  ashlar  or 
cut  masonry  or  for  the  entire  pier.  In  the  latter  case,  in  which  the 
face  is  also  of  concrete,  the  chief  question  is  as  to  its  ability  to  with- 
stand the  wear  of  the  water,  the  ice,  and  floatii^  debris. 

In  the  Kansas  City  flood  of  1903,  the  piers  of  solid  concrete,  although 
located  where  they  were  struck  by  all  the  heavy  debris  which  toUlly 
destroyed  many  of  the  stone  masonry  structures  of  the  same  size,  re- 
mained practically  uninjured. 


Flo.  Z14. — CoDcrete  Sheet  Piling  in  Approaches  to  East  Boston  TunneL 

{See  p.  688.) 

Plastering  of  concrete  piers  and  abutments  should  be  prohibited.  If 
a  mortar  surface  is  required,  an  excellent  facing,  to  be  place(j  next  to 
the  form  as  the  concrete  is  laid,  is  a  mixture  of  one  part  cement  to  2J 
parts  hard  broken  stone  screenings  j-inch  in  size  and  under.  Ordi- 
narily, however,  no  surface  finish  is  required  unless  superficial  treatment 
is  ^ven  for  the  sake  of  appearance.     (See  p.  262.) 

Pier  Deeiffn.  Most  railroads  have  substituted  concrete  for  ashlar 
masonry  in  bridge  piers. 
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The  standard  pier  of  the  N.  Y.  Central  R.  R.,  adapted  to  any  heig^ 
up  to  40  feet,  is  shown  in  Fig.  216,  page  691.*  The  width,  whidh  de- 
pends upon  the  length  of  span,  is  as  follows: 

Spans  up  to  40  feet  width,  A,  =  4  ft.  0  in. 
Spans  40  to  60  feet  width,  A,  =  4  ft.  6  in. 
Spans  60  to  80  feet  width,  A,  =  5  ft.  o  in. 
Spans  80  to  100  feet  width.  A,  =  5  ft.  6  in. 
Spans  100  to  125  feet  width,  A,  =  6  ft.  o  in. 
Spans  125  to  150  feet  width.  A,  =  6  ft.  6  in. 
Spans  150  to  200  feet  width.  A,  =  7  ft.  o  in. 
Spans  200  to  250  feet  width,  A,  =  7  ft.  6  in. 
For  skew  crossings,  increase  width.  A,  if  necessary. 


HOfHZONTAfc. 


Foundation  is  varied  to  suit  local  conditions.  Concrete 
1:3:6  is  employed  for  it  unless  stone  masonry  is  cheaper. 
The  starkweather  is  carried  2  feet  above  high  water,  and 
its  •  cap  is  of  1:1:2  concrete.  The  coping  of  the  pier  is 
reinforced  with  galvanized  wire  netting  or  wire  doth,  a 
somewhat  tmusual  requirement. 

The  Illinois  Central  R.  R.,  in  their  1904  design,  reinforce 
the  surface  of  piers  with  vertical  and  horizontal  steel  rods, 
and  imbed  a  single  I-beam  in  the  pointed  nose  at  each  end 
of  the  pier.f 

All  of  the  roads  named  above  have  piers  in  streams 
which  subject  them  to  considerable  wear  from  ice  and 
drift,  and  the  concrete  has  proved  satisfactory. 

FOUNDATIONS  UNDER  WATEB 


The  best  and  most  durable  concrete  foundations,  espe- 
cially in  work  in  sea-water,  are  laid  within  cofiferdams  from 
which  the  water  has  been  pumped,  or  in  pneumatic  cais- 
sons. However,  because  of  the  difficulty  and  expense  of 
these  methods,  they  can  not  usually  be  followed.  If  the 
bottom  is  prepared  by  dredging,  and,  if  necessary,  driving 
piles,  good  practice  permits  the  use  of  a  single  line  of  sheet- 
ing, suitably  supported  with  rangers,  to  prevent  the  wash  of  the  water 

*  Arranged  from  original  drawing. 

t  From  drawing  kindly  furnished  by  H.  W.  Parkhurst,  Engineer. 


■LIVATION 

FlG.  215.- 
Sheet  Pil- 
ing. {Set 
p,  688.) 
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and  keep  the  concrete  from  spreading.*    PermaDent  metal  cylinders 
axe  sometimes  sunk  in  place  of  the  sheeting. 

Methods  of  laying  coDcrete  uodei  water  are  described  in  Chapter 
XIV,  page  267,  and  the  effect  of  sea-water  upon  concrete  is  discussed 
l^  Mr.  R.  Faet  in  Chapter  XV,  page  371. 


•wflo'  M" 


Fic  >i6.— Standard  Concrete  Bridge  Pier,  N.  Y.  C.  R.  R.,  G.  W.  Kittredge, 
Chiel  Engineer.     (See  p.  6qa.) 


For  under-water  work,  a  larger  factor  of  safety  should  be  employed 
than  for  work  above  ground,  the  concrete  should  be  slightly  richer  m 
carefully  selected  cement,  and  the  aggn^te  so  proportioned  as  to  give 
a  dense  and  impervious  mixture.     (See  p.  304.) 

I  New  Csmbiidct  Bridge,  b;  Sufard  E.  Tbomiilon.  Bmtiu—'iml  Ntm,  0(L 
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Concrete  for  the  foundations  of  walls  and  piers  for  high  office  buildings 
is  usually  laid  in  oblong  or  circular  caissons  of  steel  or  wood,*  after  ex- 
cavating under  air  pressure.  Steel  pipes  are  sometimes  simk  with  the 
aid  of  the  water  jet,  and  afterwards  fdled  with  concrete.f 

*  Eniineering  News,  Sept.  36,  zgoi,  p.  222. 

t  Jules  Bieuchaud,  Transactions  American  Society  of  Civil  Engineers.  Vol.  XXXVII.  p.  31. 
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CHAPTER  XXV 

BEAM  BRIDGES 

Unlike  steel  bridges,  which  frequently  have  plank  flooring  for  high- 
ways or  open  tie  construction  for  railways,  the  concrete  bridge,  except 
in  rare  instances,  is  built  with  a  solid  deck  of  concrete  which  serves 
not  only  as  the  base  for  the  flooring  but  also  as  an  essential  part  of  the 
bridge  structure.  Aside  from  its  structural  value  this  solid  concrete 
deck  affords  a  simple  and  efficient  means  of  obtaining  solid  floor  con- 
struction which  is  highly  desirable  along  important  lines  of  traffic. 
Thus  the  concrete  bridge,  rigid  and  durable,  has  little  or  no  vibration, 
reduces  maratenance  to  a  minimum  and  becomes  a  permanent  p>art  of 
the  roadway,  permitting,  as  it  does,  an  unbroken  extension  of  the 
highway  pavement  or  railway  ballast. 

In  general,  concrete  is  adapted  to  two  principal  classes  of  bridge 
superstructures;  the  arch  bridge  and  the  beam  bridge.  Strictly  speak- 
ing, the  arch  is  a  beam,  but  being  a  curved  beam  its  structural  analysis 
is  essentially  different  from  that  applied  to  the  common  straight  beam. 
The  term  "Beam  Bridges,"  as  here  used  and  as  distinguished  from 
"Arches"  discussed  in  Chapter  XXVI,  is  intended  to  include  that  class 
of  bridges  wherein  the  loads  are  supported  by  simple  slabs,  or  girders, 
or  by  a  combination  of  the  two.  In  such  structures  the  supporting 
members  are  essentially  beams  and  are  proportioned  in  accordance 
with  the  fundamental  principles  of  design  as  established  for  straight 
beams. 

No  attempt  is  here  made  to  enter  into  an  exhaustive  discussion  of  the 
design  of  concrete  bridges,  as  it  would  be  impossible  to  illustrate  or 
even  to  mention  the  unlimited  number  of  special  cases  and  peculiar 
problems  which  might  arise.  To  illustrate  the  fimdamental  principles 
involved  in  the  design  of  beam  bridges  of  both  the  slab  and  girder  type, 
t)T>ical  examples  have  been  drawn  up  showing  methods  of  computation 
and  the  resulting  designs. 

Slab  Bridges.  The  simplest  type  of  beam  bridge  is  merely  a  flat 
slab  spanning  from  abutment  to  abutment  and  is  practical  only  for 
comparatively  short  spans,  the  limit,  as  fixed  by  considerations  of  econ- 
omy, being  dependent  upon  the  nature  of  the  live  loads  called  fo' 
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in  any  particular  locality.  If  designed  for  trolley  cars  or  heavy  auto 
trucks,  the  limit  of  economical  span  for  the  slab  bridge  is  probably  not 
more  than  lo  or  12  feet,  whereas  for  less  severe  loading  it  may  prove 
economical  up  to  spans  of  18  or  20  feet.  In  general  it  may  be  said 
that  when  the  combination  of  span  and  loading  is  such  as  to  caU  for  a 
slab  thickness  of  more  than  16  to  18  inches  the  simple  slab  will  not 
prove  as  economical  as  the  T-beam  or  girder  type. 

Girder  Biidfes.  As  the  requirements  of  strength  increase,  a  point 
is  reached  at  which  the  simple  slab  ceases  to  be  economical  or  even 
practical,  owing  to  the  fact  that  beyond  certain  limits  an  increased 
thickness  of  slab  does  not  give  added  strength  in  any  reasonable  pro- 
portion to  the  amount  of  material  used.  For  longer  spans  or  heavier 
loadings  than  those  for  which  the  simple  slab  is  economical,  it  there- 
fore becomes  necessary  to  modify  the  type  of  construction  so  as  to 
obtain  increased  strength  without  using  a  solid  slab  of  extreme  thick- 
ness. This  is  accomplished  by  placing  deeper  ribs  or  girders  beneath 
the  slab  to  strengthen  and  support  it,  resulting  in  a  type  of  construc- 
tion known  as  the  "girder"  bridge.  Thus  the  girder  bridge  is  in  reality 
a  modification  of  the  slab  bridge  whereby  a  comparatively  tbm  slab 
spans  between  a  series  of  relatively  deep  beams  which  in  turn  sp)an  from 
abutment  to  abutment.  As  commonly  built,  the  supporting  ribs  or 
girders  are  constructed  monolithic  with  the  floor  slab  obtaining  thereby 
the  structural  advantages  of  the  T-beam.  , 

The  girder  type  of  construction,  supplementing  as  it  does  the  slab 
t}^,  becomes  practical  at  the  point  where  the  simple  slab  ceases  to 
be  economical,  while  its  maximum  economical  span  is  determined  not 
only  by  the  kind  of  loading  provided  for  but  also  by  the  spacing  and 
arrangement  of  the  girders.  In  railroad  bridges  and  highway  bridges 
carr)dng  trolley  cars  a  girder  is  usually  located  at  or  near  each  rail, 
whereas  girders  receiving  roadway  loads  are  usually  spaced  so  that  the 
floor  slab  will  have  a  thickness  of  from  5  to  7  inches.  Owing  to  the 
greater  complexity  of  the  girder  bridge  it  is  impossible  to  establish 
the  limits  of  economical  spans  as  definitely  as  in  the  case  of  the  more 
simple  slab  bridge.  Girder  bridges  of  well  proportioned  design  have 
been  used  for  spans  up  to  80  feet,  but  whether  or  not  they  are  practical 
for  this  or  even  shorter  spans  is  dependent  upon  the  severity  of  the 
loading  and  other  practical  as  well  as  theoretical  elements  which  must 
necessarily  involve  the  judgment  of  the  designer  and  which  must  be 
carefully  considered  in  each  particular  case. 
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LOADS 

In  the  examples,  the  design  has  been  based  upon  the  following  as- 
sumptions as  to  live  loads  and  unit  stresses  and  these  may  be  considered 
typical. 

Live  Loads:  On  sidewalks,  a  uniform  load  of  100  lb.  per  sq.  ft.;  on 
roadways  a  20-ton  auto  truck  having  6  tons  on  one  axle  and  14  tons 
on  the  other  axle,  the  axles  being  1 2  feet  apart, and  the  distance  between 
wheels  6  feet. 

Distribution  of  Concentrated  Loads:  The  results  of  recent  tests 
conducted  by  the  highway  department  of  the  State  of  Ohio*  indicate 
that  a  concentrated  load  applied  to  the  concrete  slab  of  a  highway 
bridge  floor  may  be  safely  taken  as  distributed  over  a  width  of  floor 
represented  by  the  formula 

e  =  0.6  S  +  1.7 

where  e  =  effective  width  in  feet  of  a  slab  of  greater  width  than  length, 
and  S  =  clear  span  in  feet. 

In  considering  the  concentrated  loads  represented  by  a  wagon,  auto 
truck,  or  other  highway  vehicle  the  effective  width  of  distribution  for 
each  wheel  can  not  of  course  be  taken  as  more  Llxan  tlie  half  the  "gage'' 
or  distance  between  wheels  at  each  side  of  the  concentrated  load  with- 
out overlapping  the  distribution  from  the  other  wheel. 

Where  concentrated  loadb  are  apphed  directly  to  the  slab  this  method 
of  distribution  gives  a  loading,  which,  while  distributed  across  a  certain 
width  of  slab,  is  taken  as  concentrated  with  respect  to  the  length  of 
span  in  determining  moments  and  shears.  In  cabe  the  slab  is  covered 
with  |>aving  material  the  stiffness  of  the  paving  tends  to  give  some 
distribution  along  the  span  and,  when  applied  over  a  fill,  it  is  permissible 
to  consider  a  further  distribution  through  the  fill  along  tlie  customary 
45°  lines.  Assuming  the  pavement  to  give  a  wheel  a  longitudinal 
distribution  of  at  least  12  inches  and  assuniijig  say  a  fill  of  6  inches,  it 
would  be  permissible  to  consider  a  concentrated  load  as  distributed 
across  the  span  in  accordance  with  the  above  formula  and  also  to 
consider  the  load  per  foot  of  width  as  applied  along  a  length  of  at 
least  2  feet  longitudinally  with  the  span. 

Imyftct.  An  impact  allowance  of  25^  has  been  made  in  the  case  of 
all  Uve  loads  except  the  loo-lb.  uniform  load  used  on  sidewalks  for 
which  no  impact  has  been  added. 

*  See  page  446. 
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Unit  Stresses.  The  unit  stresses  used  in  designing  have  been  taken 
as  those  recommended  by  the  authors  on  page  573. 

DESIGN  FOB  A  SLAB  BBIDGE.* 

Example  i :  Design  a  highway  bridge  of  the  simple  slab  type  having  a  single  span 
of  10  feet  in  the  clear. 

Solution:  The  following  assumptions  and  computations  are  required  to  produce 
the  design  shown  in  Fig.  217,  page  696. 

Loads.     Assume  weight  of  road  material         75  lb.  per  sq.  ft. 
Assume  weight  of  slab  125  lb.  per  sq.  ft. 

Total  dead  load  200  lb.  per  sq.  ft. 

Live  load  is  auto  truck,  the  heaviest  wheel  load  being  14  000  lb.  A  single  con- 
centrated load  may  be  distributed  over  a  width  of  slab  «=  (0.6X  10)  +  1.7  =  7.7 
ft.  Since,  however,  the  two  rear  wheels  of  our  auto  truck  are  spaced  only  6  feet 
ai>art  the  weight  of  one  wheel  can  not  be  distributed  over  a  width  of  more  than  6 
feet  without  overlapping  the  distribution  from  the  other  wheel. 

Hence  hve  load  per  foot  of  width  =  -^-7 —  =  2  333  lb. 


-16* 


I6f>.0' 


WT*"^'"!'^^' 


Road  , Material 


T?"^ 


ound    Rods5i"C.C.  i"  Round  Rods    I2"C.C. 

Cross   Section 


k^; 


f  Round  Rods  8"  C.C.     i" Round  Rods  la^CJC    jRound  RodsSf  CX:* 

Longitudinal     Section 

Fig.  217. — Design  for  a  Slab  Bridge.     (See  p.  696). 

Bending  Moment.  Maximum  live  moment  occurs  with  heaviest  wheel  at  center 
of  si>an.  Take  effective  span  as  clear  span  plus  12  inches  and  concentrated  load  as 
distributed  over  a  width  of  6  feet  and  length  of  2  feet. 

M  Give)   =  ^^  (66-6)         =    70  000  in.  lb. 

Impact     =  2S%of  70  000     —    17  500  in.  lb. 

ir /J    j\       200  X  II*  X  12  ^         .     ,- 

M  (dead)  = =    36  300  m.  lb. 


8 


Total  M  per  ft.  of  width         =123  800  in.  lb. 

Shear.  With  load  assumed  as  distributed  over  a  width  of  6  feet  and  length  of 
2  feet  maximum  shear  occurs  with  heaviest  wheel  one  foot  inside  sup|X)rt.  Take 
effective  span  as  clear  span. 

*  The  authors  are  indebted  to  Mr.  Royall  D*  Bradbury  for  assistance  in  working  up  the  details  of  the 
following  examples.  _ 
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V  (live)    «  2  330  X  —      —  2  100  lb. 

10 


Impact     3s 
V  (dead)  = 


25%  of  2  100 
200  X  10 


«      525  lb. 
=  I  000  lb. 


Total  V  per  foot  of  width  =  3  625  lb. 

Thickness  of  Slab.  For  fc  =*=  650,/*  =16  000  and^  =  iS,  the  table  on  page  483, 
gives  Ci  «=  0.028,  p  =  0.0077  and  y  =  0.874.    Hence  required  depth  to  steel  (formula 

(9)  p.  485)  <f  =  0.028  K  123  800  =  9.7s  in. 

Without  using  any  stirrups  or  bending  up  any  of  the  bars  maximum  unit  shear 
must  be  limited  to  40  lb.  per  sq.  in. 

Hence,  from  Formula  (32),  page  517,  the  required  depth  to  steel, 

rf  ^     ^      3625  ^  8.65  in. 

0.874  X  12  X  40 
Therefore,  thickness  of  slab  as  determined  by  bending  moment  is  O.  K.  for  shear. 
Using  a  depth  to  steel  of  9.75  in.  and  allowing  i\  in.  below  steel  we  obtain  a  total 
slab  thicknftss  of  11  in. 

Reinforcement.  Required  cross  sectional  area  of  steel  per  inch  of  width  for 
bending  moment,  (see  Formula  (12),  p.  485) 

As  =  9.7s  X  0.0077  =  0.075  sq.  in.  per  inch  of  width. 

To  satisfy  this  area  }  in.  round  bars  of  a  sectional  area  0.6  sq.  in.  should  be  spaced 

— ^ —  =  8  in.  on  centers ^or  J  in.  round  bars  5 }  in.  on  centers. 
0.07S 

Before  accepting  the  size  and  the  spacing  of  bars  the  slab  must  be  tested  for  bond 
by  formula  (36),  p.  534.  The  total  shear  per  foot  of  width  F  =  3  625  lb.  The  imbed- 
ment  to  use  is  as  foUows : 


Diameter  of  round  bars. 

Circumference . 

No.  bars  per  foot  of 
width. 

Z  0. 

}  in. 
J  in. 

2.75 
2.35 

12 

y  =1-5 
"   ^2.18 

2-75  X  i-S   =413 
2.3s  X  2.18  =  5.13 

The  maximum  unit  bond  stress,  therefore,  is 
for  I  inch  bars. 

3  625 


u  — 


0.874  X  9-75  X  4-13 


»=  103  lb.  per  sq.  in. 


for  f  inch  bars 


u  =  103  X 


4  13 

5  13 


=  83  lb.  per  sq.  in. 


From  the  above  it  is  evident  that  the  unit  bond  stress  for  J  in.  bars  exceeds  the 
80  lb.  per  sq.  in.  allowed  for  plain  bars  but  is  O.  K.  for  deformed  bars  of  approved 
pattern,     f  in.  plain  bars  can  be  used.     See  allowable  working  stresses,  page  573. 

RenuiriEs.  In  the  design  of  short  span  slabs  subjected  to  heavy  loading  the 
shear  and  not  the  bending  moment  will  usually  determine  either  the  thickness  of  the 
slab,  or  the  reinforcement,  or  both.  Highway  bridges  of  the  slab  type,  which  in  the 
great  majority  of  cases  are  nothing  other  than  culverts,  will  usually  come  within  the 
short  span  class  and  for  that  reason  a  careful  investigation  of  both  shear  and  bond  is 
important. 

In  non-continuous  slab  bridges,  even  when  computed  as  simply  supported,  it  is 
usually  advisable  to  place  a  certain  amount  of  steel  in  the  top  of  the  slab  over  the 
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supports  in  order  to  give  some  degree  of  fixedness  and  to  prevent  cracking.  This 
is  especially  necessary  in  culverts  where  the  supporting  wsdls  are  built  monolithic 
with  the  slab.- 

DESIGN  FOR  A  GIBDEB  BBIDGE 

Example  2:  Let  it  be  required  to  design  a  highway  girder  bridge  having  a  clear 
span  of  25  feet  to  carry  sidewalks  and  roadway.  Let  the  width  of  roadway  be  25 
feet  between  curbs  and  the  width  of  each  sidewalk  5  feet  8  inches  in  the  clear. 

Solution:  The  following  assumptions  and  computations  ace  required  to  produce 
the  design  shown  in  Fig.  218,  page  699. 

Sidewalk  Slab.    Take  live  load  of  100  lb.  per  sq.  ft. 

Take  dead  load  of  62  lb.  per  sq.  ft. 

162 
Effective  span  of  slab,  6  feet 
Bending  moment  per  foot  width  of  slab  ■ 

,.      162  X  6*  X  12      o    '     .     « 
Jil  = -.  8  750  m.  lb. 

o 


Hence,  Formula  (9),  p.  485,  depth  to  steel,  d  —  0.028  |/8  750  =  2.6  in. 

In  bridges  it  is  advisable  to  limit  minimum  thickness  of  slabs  to  4  in.  in  order  to 
facilitate  placing  of  steel  and  also  to  assure  a  certain  stiffness  regardless  of  load. 
Use  therefore  a  total  thickness  of  4  in.,  which,  allowing  i  inch  below  steel  will  give  a 
depth  to  steel,  d  =  3  inches. 

Taking  clear  span  as  5  ft.  maximum  shear  per  ft.  of  width,  V  —  162  X  2.5  «  405  lb. 
Testing  slab  for  shear  we  obtain  from  Formula  (32),  page  517, 

'  =  SI^TxTxT;  = '3 lb.  per  sq.  in. 

Hence  thickness  O.  K.  for  shear  involving  diagonal  tension. 

Required  area  of  steel  per  inch  of  width  of  slab  for  moment  is  (Formula  (13),  p.  485) 

,        8  750 

As  =  — r; — 5 — ^      ^    ^ =  0.0174  sq.  m. 

12  X  0.874  X  3  X  16000  '^  ^ 

This  area  is  provided  by  f-inch  round  bars  6  in.  on  centers.  Since  the  circumference 
of  a  f-in.  round  bar  is  1.18  in.  and  with  a  6  in.  si>acing  there  are  two  bars  i)er  foot  of 

width,  from  Formula  (36),  page  534,1*  =  ^  ki^,  s^  TZ  ^  sy  ,  ,0  =  66  lb.  per  sq.  in. 
k  o .  074  X  3  X  2  X  I .  lo 

This  is  O.  K.  for  bond.    Hence  use  f-inch  roimd  bars  6  in.  on  centers. 

Facia  Girders.    Take  span  of  girders  as  dear  span  plus  about  16  inches  or,  say, 

effective  span  of  26.3  feet. 

Assume  weight  of  railing  —  350  lb.  per  lineal  ft. 

Assume  weight  of  girder  »  450  lb.  per  lineal  ft. 

Weight  of  slab  =  63  X  2.5  =  158  lb.  per  lineal  ft. 

Live  load  =  100  X  2.5     =  250  lb.  per  lineal  ft. 

Load  on  girder  =  i  208  lb.  p>er  lineal  ft. 

-KM      -KK          *   »r       I   208  X^26.3"  X  12  .     ,- 

Max.  Moment,  Af  = =  i  250  000  m.  lb. 

o 

,,  Ol-  Xr  I     208   X    25  ,. 

Max.  Shear,  V      =  ^  =  15  100  lb. 

2 

Selection  of  proper  depth  of  a  facia  girder,  which  is  usually  paneled  or  otherwise 
embdlished,  is  governed  as  a  rule  more  by  appearance  than  by  requirements  of  actual 
strength.  In  order  to  give  good  proportions  to  the  elevation  of  our  bridge,  we  will 
make  the  facia  girders  36  inches  deep. 
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In  checking  this  depth  for  strength  consider  girder  as  a  rectangular  beam  with 
its  top  at  surface  of  sidewalk. 

Assuming  a  width  of  12  inches  we  obtain,  from  Formula  (3),  page  482, 


d  =  o.og6  JiiSO£2?  =  3,  in. 

\  12 


By  placing  the  steel  3  inches  above  bottom,  the  36-inch  beam  will  have  a  depth 
J  =  33  inches,  which  is  O.  K.  since  only  31  inches  depth  is  actually  needed. 
Required  area  steel  at  center  of  span,  from  Formula  (4a),  p.  482, 

.  I  250  000 

As=  —z r;^ rr—z =  2.71sq.m. 

0.874X33X16000  ^ 

Use  three  if  inch  round  bars  (^4*  =  2.98). 

Bending  up  one  bar  as  shown  in  Fig.  218,  page  699,  we  obtain  from  Formula 
(36),  p.  534,  for  maximum  unit  bond  stress  on  the  two  remaining  if-inch  round  bars 

"  =  0.874X37X706  =  ^  lb.  per  sq.  in. 

Therefore  size  of  longitudinal  bars  is  O.  K.  with  one  bent  up  as  shown. 
Testing  section  of  beam  for  shear  we  obtain,  from  Formula  (32),  page  517, 

'  °  0.874  X  33  X  "  °  44  lb.  per  sq.  m. 

While  this  exceeds  the  allowable  unit  of  40  lb.  per  sq.  in.  for  diagonal  tension  this  slight 
excess  would  be  more  than  taken  care  of  by  the  bent  up  bar  without  using  any  stirrups. 
However,  as  it  is  not  considered  the  best  practice  to  build  a  girder  of  these  dimensions 
without  some  web  reinforcement,  stirrups  are  arbitrarily  provided  of  size  and  spacing 
as  suggested  in  sketch. 

Roadway  Slab.  With  curb  girders  spaced  25  feet  on  centers  use  five  intermediate 
roadway  girders  spaced  4  ft.  2  in.  on  centers.  Assuming  that  these  girders  will  be 
12  in.  wide,  the  roadway  slab  will  have  a  clear  span  of  3  ft.  2  in.  or  38  in.  Take 
effective  span  of  slab  for  moment  as  clear  span  plus  6  in.  or  3  ft.  8  in. 

Assume  weight  of  paving  brick  =    50  lb.  per  sq.  ft. 
Assume  weight  of  fill  =    60  lb.  per  sq.  ft. 

Assume  weight  of  slab  =    62  lb.  per  sq.  ft. 

Total  dead  load  =  172  lb.  per  sq.  ft. 

Take  14  000  lb.  wheel  load  of  auto  truck  carried  by  a  slab  width  oie  =»  (0.6  X  3.17) 
+  i.7==3-6ft. 

Hence  live  load  per  ft.  width  =  —  =  3  900  lb. 

3*" 

Considering  this  load  as  distributed  over  a  length  of  2  ft.  longitudinally  with  the 
span  of  slab  and  allowing  for  continuity  by  taking  f  of  the  moment  for  a  simply  sup- 
ported slab  we  have 

ir  /!•    \  3  900  (22-6)       3 

M  (hve)        =  ^-^ X  f  =  23  400  m.  lb. 

M  (impact)  =  25%  of  23  400      =    5  850  in.  lb. 

ir  fA    A\  172X367*  X  12  . 

M  (dead)      = =    2  320  m.  lb. 

12 i 

Total  M  =31  570  in.  lb. 

From  Formula  (11),  page  485,  d  =  0.028^/31  570  =  4.92  inches. 

Making  (/  =  5  in.  and  allowing  i  inch  below  steel,  a  total  thickness  of  6  in.  is 
required. 

In  considering  shear,  it  will  be  permissible,  in  view  of  the  very  short  span  and  the 
distributing  action  of  fill  and  pavement,  to  take  both  live  and  dead  loads  as  uniformly 
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distributed  over  full  span.    Live  load  of  3  900  lb.  together  with  an  allowance  of  25% 

for  impact  would  be  equivalent  to  i  540  lb.  per  sq.  ft.  when  distributed  over  a  length 

of  3.17  it.    With  a  dead  load  of  172  lb.  per  sq.  ft.  the  total  load  is  i  712  lb.  per  sq. 

1712  X  ^  17 

ft.,  giving  a  maximum  shear  T''  =  -^ ^-^-   =  2  700  lb.  per  ft.  width  of  slab. 

2 

Testing  our  slab  for  shear  we  have,  from  Formula  (32),  page  517, 

2  700 


»  = 


0.874  X  5  X  12 


=  51.5  lb.  per  sq.  in. 


VTbile  this  exceeds  the  allowable  unit  of  40  lb.  per  sq.  inch  for  diagonal  tension,  still, 
in  view  of  the  small  loaded  width  assumed  in  our  computations  and  the  fact  that  the 
reinforcement  will  be  bent  diagonally  through  the  slab  near  each  end,  we  will  permit 
this  increasd  value  of  diagonal  tension  and  call  the  6-inch  slab  O.  K. 

Required  area  of  steel  per  inch  width  of  slab  from  Foimula  (13),  page  485, 


As  = 


31  570 


12  X  0.874  X  5  X  16  000 


=  0.0375  sq.m. 


This  is  provided  by  J-in.  round  bars  5  inches  on  centere. 

Testing  these  bars  for  bond  we  find,  from  Formula  (36) ,  page  534, 


u  = 


2  700 


0.874  X  5  X  2.4  X  1.57 


-  —  164  lb.  per  sq.  in. 


Since  this  is  so  greatly  in  excess  of  the  allowable  of  80  lb.  per  sq.  inch  it  becomes 
necessary  either  to  increase  thickness  of  the  slab  or  use  deformed  bars  with  which 
an  allowable  bond  of  1 20  lb.  p»er  sq.  inch  may  be  used.  Keeping  6-inch  slab  and  using 
deformed  bars  we  obtain,  for  the  total  circumference  of  bars  in  one  foot  width,  from 
Formula  (36a),  p.  534, 


2o  = 


2  700 


0.874  X  5  X  120 


=  5-i5m. 


Using  a  |-inch  round  bar,  the  circumference  of  which  is  1.96  in.,  there  will  be  re- 

quired  ^—7  =  2 .  62  bars  per  foot  of  width  or  a  spacing  of  — r-  =  4 . 6  in. 
I. 96  2.62 

Therefore  use  |-inch  roimd  deformed  bars  4}  inches  on  centers. 

Roadway  Girders.    The  design  of  the  girder  is  given  below. 

Bending  moment.  From  mechaiiics  a  S3^tem  of  concentrated  loads  produces  abso- 
lute maTiiwnm  bending  moment  when  placed  so  that  the  center  of  the  span  is  mid- 
way between  the  resultant  of  all  the  loads  on  the  ^>an  and  the  nearest  load,  this 
moment  occurring  under  the  nearest  load. 

Placing  our  auto  truck  in  this  position  on  a  span  of  26.3  feet,  the  loads  will  be  located 
as  shown  in  Fig.  219,  since  the  resultant  of  the  6  000  lb.  and  14  000  lb.  loads 
spaced   12   feet  apart  is  3.6  feet  from  the  14  000  lb.  load. 


R-20000 
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Raunda 

I 


I2ffc0" 
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14000 
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Pbartlon   of   UoacJ    Maximum   Bending    Moment 
Fig.  219. — ^Position  of  Load  for  Maximum  Bending  Moment.     (Seep,  701.) 
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The  mATJmnm  moment  occurs  under  the  14  000  lb.  load  and  is  equal  to 

20  000  (13.15  —  1 .8)*  ^  ^/:  •      iu 

, X  12  =»  I  176  000  m.  Id. 

26.3 

Distributing  this  over  a  width  of  6  ft.  we  have  the  live  bending  moment  per  foot 

width  of  bridge  as ^ =  196  000  in.  lb.     With  the  girders  spaced  4  ft.  2  in. 

o 

on  centers  each  girder   must   therefore   resist   a  moment,  produced  by  live  load, 

if  =  196  000  X  4.17  *=  818  000 in.  lb. 

For  dead  loads  we  have  1 10  lb.  for  fill  and  paving,  and  75  lb.  for  slab,  giving  185  lb. 

per  sq.  ft.,  or  185  X  4.17  =  772  lb.  per  foot  per  girder.     Assuming  stem  of  girder 

to  weigh  300  lb.  i>er  ft.,  we  have  a  total  dead  load  of  i  072  lb.  per  ft.  per  ^rder. 

Therefore  the  total  maximum  bending  moment  per  girder  is 

M  (Uve)  -      818  000  m.  lb. 

if  (impact)  =  25%  818  000  =      205  000  in.  lb. 

ly /J    j\           I  072  X  26.3  X  12  ^         •     tu 

M  (dead)       =  *- — ^^-^ — ^-^ —  =  i  115  000  m.  lb. 

Total  M  =  2  138  000  in.  lb. 

Maximum  Shears.    Maximum  live  shear  will  occur  with  the  14  000  lb.  wheel 
load  just  inside  the  support  and  with  the  6  000  lb.  wheel  as  shown  in  Fig.  220. 
Maximum  shear  due  to  these  loads  is  equal  to 

(14  000  X  25)  +  (6  000  X  13)  ^       j^^  jj^ 
Distributing  this  over  a  width  of  6  feet,  the  live  shear  per  foot  width  of  bridge  is 
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Pbsttion  o[  Load   Maximum    Shear 
Fig.  220. — Position  of  Load  for  Maximum  Shear  at  Support.     {See  p.  702.) 
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-^-2 —  =  2  853  lb.    Therefore  the  maximum  live  shear  per  girder  is  T  =*  2  853  X 
0 

4.17  —  II  900  lb.    Hence  the  total  maximum  shear  per  girder  is 

K  (live)  «  II  900  lb. 

V  (in^>act)  —  25%  of  11  900  —    3  000  lb. 

K(dead)      =    '  ""^^  ^  ^^     -  13  400  lb. 

Total  V  »  28  300  lb. 

Dimensions  of  Girder,  T^e  girder  may  be  considered  as  a  T-beam  with  a  6  in. 
flange.  The  effective  width  of  the  flange,  which  ordinarily  could  be  taken  as  twelve 
times  the  tluckness  of  slab  plus  width  of  stem  (see  p.  488),  in  this  case  is  limited  by 
the  spacing  of  girders,  which  is  50  inches. 

Selecting  depth  of  girder  equal  1^  of  span  and  the  depth  below  center  of  steel 
4.5  inches,  we  have  J  »  25.5  in.  and  A  —  30  in.  The  dimensions  are  evident  from 
Fig.  218,  p.  699. 

Area  of  Tension  Steel.    The  area  of  steel  may  be  found  from  Formula  (4a),  p.  482. 

.  2  138  000 

^'  -  0.88  X.S-SX. 60^  -  S-9Ssq.m. 


BEAM  BRIDGES  703 

Use  dx  if-inch  round  bars  arranged  in  two  layers  of  3  bars  each.  Spacing  the 
bars  three  diameters  on  centers  and  allowing  a  concrete  covering  of  2  in.  on  each 
side,  the  stem  of  the  girder  must  be  at  least  12  in.  wide. 

llie  compression  stresses  in  the  flange  found  by  the  use  of  Table  13,  page  588,  is 
481  lbs.  per  sq.  in. 

Checkmg  the  maximum  stresses  by  the  exact  formulas  (see  p.  357)  we  find 
fe  ~  483  a^d  A  ~  ^5  5^^'    Therefore  section  O.  K.  for  bending  moment. 

Bars  at  Support.  Consistent  with  our  consideration  of  the  girder  as  a  simply 
supported  beam,  no  top  steel  is  theoretically  required.  It  is  nevertheless  advisable 
to  bend  up  some  of  the  bottom  bars  at  each  end  of  the  span  obtaining  thereby  a  mate- 
rial strengthening  of  the  stem  against  shear  and  the  corresponding  web  stresses. 

Unit  shearing  stress  cts  measure  of  diagonal  tension.  Using  the  maximum  shear 
determined  above  the  unit  shearing  stress  in  girder,  from  Formula  (32),  p.  517,  is 

28  300  ,, 

'  =  0.88  X  ^5-S  X  12  =  '°5  lbs.  per  sq. m. 

Therefore  stem  O.  K.  for  shear. 

Stirrups.  Since  the  girder  is  subjected  to  moving  load  the  variation  of  shear 
along  the  girder  will  be  different  than  for  uniformly  distributed  load  (see  p.  531). 
For  determining  stirrups,  unit  shearing  stresses  should  be  computed  at  the  end  of  the 
beam  and  in  the  center  of  the  span  and  a  variation  according  to  a  straight  line  assumed. 

The  maximum  unit  shearing  stress  at  support,  as  determined  above,  is  105  lbs. 
per  sq.  in.,  or  105  X  12  «  i  260  lbs.  per  width  of  beam.    At  the  center  of  span  the 

6000  14000 
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Fig.  221 . — Position  of  Load  for  Maximum  Shear  at  Center  of  Span.     (See  p.  703.) 

shear  due  to  dead  load  equals  zero.  Maximum  live  load  shear  at  the  center  occurs 
when  the  load  is  in  the  position  shown  in  Fig.  221  with  the  heavy  load  at  the  center 
of  span. 

The  shear  then  is  equal  to  — -^  X  14  000  -\ — '—  X  6  000  «  7  120  lbs.    This  can  be 

25  7  .    25  . 

distributed  over  6  ft.  and  since  the  spacing  of  girders  is  4  ft.  2  in.  the  proportion  of  shear 

A.    17 

carried  by  one  girder  is  7  120  X  -7 —  =  4  95©  lb.    Allowing  25  per  cent  for  impact 

the  vertical  shear  at  center  of  span  is  4  950  X  i .  25  =  6  200  lbs.  and  the  shearing 

unit  stress.  Formula  (32),  page  517,  i'  —   — s^-r; rz —  =  23  lbs.  per  sq.  in.  or 

23  X  12  =  276  lbs.  per  the  total  width  of  stem. 

The  spacing  of  stirrups  shown  in  Fig.  218  was  determined  as  explained  on  page  529. 
It  was  found  that  it  is  necessary  to  extend  stirrups  only  10  ft.  from  support  at  eadi 
end  since  in  the  remaining  portion  the  unit  shearing  stress  never  exceeds  40  lb.  i)er 
sq.  in.  However,  it  is  advisable  to  continue  stirrups  through  the  entire  length  by 
using  29  stirrups  per  girder  instead  of  26  actually  required. 

THROUGH  GIBDEB  BRIDGES 

Very  often  it  is  not  p^ossible  to  construct  girders  of  the  required  depth  below  the 
roadway  of  the  bridge  without  interfering  with  the  required  waterway,  or  the  neces- 
sary clearance  in  overhead  crossings.  In  such  cases  the  girders  are  placed  above  the 
roadway,  thereby  reducing  materially  the  depth  of  the  construction  below  the 
roadway. 
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Fig.  3*a,  p.  704.  illustrates  a  typical  design  by  the  authors  (or  a  bridge  of  30  ft. 
dear  span  for  a  loading  given  on  p.  695.  The  bridge  consists  of  6  ft.  deep  girders 
spanning  from  abutment  to  abutment.  The  roadway  supported  by  a  slab  is  carried 
by  joists  which  in  turn  are  supported  hy  girders.  The  sidewalk  slab  is  carried  by 
cantilevers  which  are  a  coatinuation  of  the  roadway  joists. 

The  method  of  design  of  through  bridges,  althoiigh  essentially  the  same  as  of  the 
girder  bridges,  is  somewhat  comphcated  by  the  fact  that  the  loads  are  not  carried 
directly  by  girders  but  are  transferred  to  them  by  joists  in  panel  points.  Ordinarily, 
however,  it  is  accurate  enough  to  consider  the  loads  as  carried  directly  by  the  girdere, 
in  which  case  the  determination  of  the  bending  moments  and  shears  is  the  same  as 
in  previous  examples. 

The  joists  are  suspended  from  the  girders  and  as  no  reliance  can  be  placed  on  the 
resistance  of  concrete  in  tension,  enough  steel  must  be  used  in  the  hangers  to  trans- 
fer the  maximum  jobt  reaction  to  the  gilders. 


i I [ 


II       il       II 


ELIevqtion  Longitudinal    Section 

Fig.  ill. — DcMgn  for  a  Girder  Bridge     (5ee  p.  704,) 

coNTiNnons  oibder  bbidqes 

In  crossings  consisting  of  several  spans,  the  girders  may  be  designed  and  built 
as  continuous.  Fig.  223  illustrates  a  continuous  girder  bridge  of  three  spans,  dedgned 
by  the  authors  to  carry  two  tracks  of  electric  railroad  over  a  street. 

The  exterior  spans  were  made  smaller  than  the  interior  so  as  to  make  the  maximum 
bending  moments  in  the  end  panels  about  equal  to  those  in  the  interior  panels. 

The  principle  of  design  is  similar  to  that  explained  in  connection  with  the  design 
of  a  simple  girder  brid^,  the  main  difference  being  in  the  method  of  determining  the 
bending  moment.  In  important  bridges  where  it  is  warranted  by  the  size  of  the  job, 
it  may  be  advisable  to  make  a  thorough  study  of  the  bendingmoments  by  the  theorem 
of  three  moments.  In  smaller  jobs  the  bending  moments  for  the  dead  load-  should 
be  takenasreconunendedonpagejio.  The  bending  moments  for  the  live  load  must 
be  determined  by  taking  j  of  the  bending  moment  computed  for  a  simply  supported 
girder.  This  bending  moment  then  may  be  cbnsidered  as  acting  in  the  center  of  the 
span  as  positive  bending  moment,  and  at  the  support  as  negative  bending  it 

Details  of  design  are  clearly  shown  in  Fig.  2  23. 
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CHAPTER  XXVI 
ARCHES* 

BY  FRANK  P.  MoKIBBEK 

The  treatment  of  arch  design  by  what  is  termed  the  elastic  theory,  although 
generally  considered  a  complicated  problem,  as  a  matter  of  fact  is  easily 
handled  by  one  who  is  familiar  with  elementary  mechanics  and  with  the 
principles  of  reinforced  concrete  beam  design.  The  process  is  necessarily 
somewhat  lengthy,  involving  extended  operations  in  simple  arithmetic,  but 
by  following  the  analysis  presented  in  the  following  pages  it  can  be  readily 
understood.  It  is  doubtful  whether  in  the  whole  category  of  the  design  of 
structures  there  is  a  prettier  application  of  mechanics  and  mathematics 
than  the  design  of  a  reinforced  concrete  arch  bridge. 

While  in  a  volume  of  this  size  it  is  impossible  to  present  all  phases  of  the 
subject,  the  underlying  principles  are  treated  in  sufl5cient  detail  and  with 
a  discussion  thorough  enough  to  permit  an  engineer  to  safely  design  an  arch. 

Following  a  brief  historical  introduction  discussing  the  use  of  concrete 
versus  steel  construction,  the  different  forms  of  arches  are  reviewed  with 
suggestions  for  design;  the  loading  for  different  conditions  is  scheduled 
(p.  715);  the  outer  forces  are  analyzed,  including  the  effect  of  tempera- 
ture (p.  723) ;  the  method  of  procedure  to  be  followed  in  arch  design  is 
taken  up  in  a  practical  example  item  by  item  (p.  733);  allowable  unit 
stresses  are  suggested  (p.  741);  the  design  of  abutments  is  outlined  (p. 
741);  and  a  few  illustrations  of  existing  bridges  are  presented. 

Beam  bridges  are  treated  briefly  in  Chapter  XXV.  The  design  of 
such  bridges  follows  closely  the  principles  of  reinforced  concrete  beam 
and  slab  construction  as  treated  in  Chapter  XXH  on  Reinforced  Con- 
crete Design. 

The  treatment  of  conduit  or  sewer  arches  which  are  so  deeply  imbedded 
as  to  require  computations  for  earth  pressure  is  referred  to  on  page  777. 

Perhaps  the  most  interesting  feature  of  the  present  chapter  is  the  com- 
plete analysis  of  a  typical  arch  which  is  presented  on  page  733.  The 
steps  to  be  followed  are  outlined  consecutively  and  the  mathematical 
processes  indicated  in  full. 

The  formulas  for  distribution  of  stress  given  on  page  377  apply  not 
only  to  column  and  beam  design  where  there  is  eccentric  loading  or 

*  The  authors  are  icdebted  to  Prof.  McKibben  for  this  chapter,  which  has  been  especially  prepared  by 
him  for  this  treatise. 
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thrust  in  place  of  or  in  addition  to  the  ordinary  loads  but  also  to  arch 
design. 

To  facilitate  the  understanding  of  the  formulas,  a  departure  is  made 
from  the  usual  notation  schedule,  which  must  necessarily  be  several 
pages  away  from  the  work,  by  placing  in  addition,  at  the  bottom  of  each 
page,  a  brief  definition  of  all  the  symbols  used  on  that  page. 

OONGRETE  VERSUS  STEEL  BRIDQES 

Reinforced  concrete,  either  as  arch  or  girder  spans,  is  being  used  not  only 
in  preference  to  steel  trusses  or  steel  girders,  where  the  stone  arch  is  too 
expensive  to  be  considered,  but  the  concrete  bridge  is  frequendy  replacing 
the  old  steel  structure.  The  reasons  generally  conceded  for  this  wide- 
spread growth  may  be  briefly  stated  as:  (i)  greater  durability;  (2)  less 
cost  of  maintenance;  (3)  less  vibration  and  less  noise;  (4)  more  aesthetic 
effects. 

The  relative  first  cost  for  concrete  and  steel  depends  upon  the  local  con- 
ditions.  In  many  places  a  concrete  bridge  ^an  be  built  for  less  than  a  first- 
class  steel  span,  although  it  cannot  so  r^dily  compete  with  the  flimsy  trussed 
spans  frequently  seen.  The  concrete  may  be  laid  with  less  skilled  labor 
than  the  steel  bridge,  but  since  the  concrete  structure  is  built  on  the  spot, 
while  the  steel  is  prepared  in  an  established  shop,  even  more  careful  super- 
vision and  inspection  are  necessary  with  the  concrete.  The  foundations  for 
a  concrete  arch  are  frequently  more  expensive  than  concrete  abutments 
for  a  steel  truss  because  of  the  greater  area  required  to  take  the  thrust,  while 
on  the  other  hand,  in  rock  or  other  hard  material,  a  less  quantity  of  concrete 
may  be  required  for  the  arch  abutments.  This  part  of  the  design  may  often 
be  the  determining  feature  from  the  economical  standpoint. 

The  most  serious  objection  to  steel,  especially  for  highway  bridges,  lies 
in  the  fact  that  unprotected  it  cannot  resist  for  a  great  length  of  time  the 
oxidation  due  to  air,  water  and  locomotive  gases,  and  unless  properly  cared 
for  and  frequently  painted,  it  rusts  badly.  The  examination  by  the  author 
of  this  chapter  of  approximately  600  highway  bridges  carrying  electric 
railways  proves  that  frequently  these  bridges  are  not  properly  maintained, 
many  of  them  receiving  little  or  no  attention  for  years  at  a  time,  so  that  the 
structures  are  often  badly  corroded,  and  in  fact,  cases  are  on  record  where 
subordinate  members  of  steel  bridges  have  rusted  away  completely  in  less 
than  fifteen  years. 

In  a  concrete  bridge  the  steel  is  effectively  prevented  from  rusting  by  the 
concrete  in  which  it  is  imbedded  (see  p.  292),  so  that,  when  properly  designed 
and  built,  no  repairs  whatever  should  be  required,  and  no  limit  can  be  placed 
upon  the  life  of  the  bridge. 
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Concrete  is  strongest  in  compression,  and  is  therefore  eminently  suit- 
able for  use  in  arch  spans  where  the  stresses  are  largely  compressive.  The 
mass  of  the  concrete  and  the  quantity  of  earth  filling  or  ballast  over  the 
arch  so  deaden  the  impact  due  to  traffic  that  in  many  cases  no  impact 
allowance  need  be  made,  while  at  the  same  time  the  noise  and  vibration 
which  occur  in  steel  spans  are  avoided. 

USE  OF  STEEL  REINFORCEMENT 

The  use  of  steel  reinforcement  in  a  concrete  arch  is  desirable  but  not 
absolutely  necessary,  as  it  is  possible  to  construct  a  concrete  arch  like  the 
Walnut  Lane  Bridge  in  Philadelphia  (see  pp.  706  and  750)  with  the 
concrete  laid  in  blocks,  each  block  forming  a  voussoir  like  the  stones  in  a 
masonry  arch.  At  the  same  time  under  ordinary  conditions,  while  the  intro- 
duction of  steel  does  not,  with  the  present  knowledge  of  concrete  arch  design, 
permit  great  diminution  in  section,  it  does  give  considerable  added  strength 
at  comparatively  low  cost  and  may  prevent  the  formation  of  cracks  in  the 
concrete  and  take  tension  caused  by  any  unforeseen  action  of  the  arch, 
such  as  settlement  of  foundations,  improper  allowance  for  temperature  or 
shrinkage  of  the  concrete  while  hardening. 

The  area  of  the  cross  section  of  the  longitudinal  steel  bars  in  solid  arch 
rings  is  to  a  certain  extent  arbitrary.  Good  practice  sanctions  i%  to  i  J  % 
of  the  ring  at  the  crown  and  the  exact  quantity  to  use  must  first  be  selected 
by  judgment,  and  then  tested  by  the  computation  and  revised  if  necessary. 

As  in  column  design  (see  p.  375),  it  is  impossible  to  stress  the  steel  in 
compression  to  an  amount  ordinarily  proper  in  structural  steel  work, 
because  in  so  doing  the  deformation  would  be  so  great  as  to  overstress 
the  concrete.  The  actual  compressive  stress  in  the  steel,  therefore,  can 
never  be  greater  than  the  working  stress  in  the  concrete  multiplied  by  the 
ratio  of  the  modulus  of  elasticity  of  steel  to  that  of  concrete.  Under  ordi- 
nary conditions  this  limit  on  the  steel  may  be  taken  as  7500  pounds  per 
square  inch. 

Since  the  beginning  of  this  century  there  has  been  a  remarkable  development 
in  methods  of  construction  and  in  our  knowledge  of  the  principles  of  rein- 
forced concrete  arch  bridges,  but  even  yet  engineers  incline  to  employ  a 
somewhat  excessive  quantity  of  concrete  in  the  solid  rings  of  ordinary  high- 
way concrete  arches.  This  is  frequently  out  of  proportion  to  the  quantity  of 
material  used  in  a  reinforced  concrete  ribbed  arch  or  a  steel  arch.  Improve- 
ments in  arch  design  evidently  lie,  as  is  indicated  in  subsequent  pages,  in 
the  substitution  of  comparatively  narrow  ribs  for  solid  arches  and  in  the 
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use  of  hollow  abutments  with  earth  filling  in  place  of  solid  concrete  abut- 
ments. This  will  considerably  reduce  the  cost  of  reinforced  concrete  arches. 

mSTORT  OF  OONGBETE  AROH  BRIDGES 

In  the  development  of  concrete  bridges  it  is  natural  that  the  arch  rather 
than  the  beam  should  have  been  the  first  type  of  bridge  to  be  constructed. 
It  was  a  comparatively  short  step  from  the  stone  voussoir  arch  to  the  con- 
crete voussoir  or  to  the  monolithic  arch.  One  finds  therefore  many  concrete 
arch  bridges,  and,  until  recently,  few  beam  bridges,  although  for  short  spans 
beam  bridges  are  now  being  constructed  in  considerable  numbers,  both 
in  this  country  and  abroad. 

The  first  plain  concrete  arch  of  any  importance  was  built  in  Europe  in 
1869  and  is^nown  as  the  Grand  Maitre  bridge  at  Fontainebleu  Forest. 
It  has  a  maximum  span  of  11 5.8  feet  and  carries  the  aqueduct  of  the  Paris 
waterworks  from  Vanne.  The  first  plain  concrete  arch  in  the  United  States 
was  constructed  in  1871  by  John  C.  Goodridge  in  Prospect  Park,  Brook- 
lyn, and  has  a  span  of  31  feet.  The  earliest  reinforced  concrete  arch  in 
Europe  of  which  there  is  a  well  defined  record  was  built  in  Copenhagen, 
Denmark,  in  1879,  with  a  span  of  71.7  feet.  It  is  probable,  however,  that 
Jean  Monier  of  Paris  was  the  inventor  of  the  reinforced  concrete  arch  and 
that  he  built  some  bridges  before  the  dates  mentioned.  In  the  United  States 
the  first  reinforced  concrete  arch  on  record  was  erected  in  1889,  with  a 
span  of  35  feet,  byErnestL.Ransome  at  Golden  Gate  Park  in  San  Francisco. 

When  these  structures  are  compared  with  the  233  feet  span  of  the  Walnut 
Lane  Bridge  in  Philadelphia,  which  in  1908  was,  with  perhaps  one  excep- 
tion, the  longest  plain  concrete  arch  in  existence,  with  the  230  feet,  3-hinge 
Griinwald  Arch  at  Munich,  Bavaria,  or  still  more  sharply  with  the  Hudscn 
Memorial  design  for  an  arch  across  the  Spuyten  Duyvil  Creek  with  a  span 
of  703  feet,  a  wonderful  development  is  observed. 

Although  in  a  very  few  cases  concrete  bridges  built  during  this  develop- 
ment have  failed,  every  such  failure  can  be  traced  to  a  direct  disregard  of 
well  known  principles  of  design  or  construction.  Moreover,  as  a  matter 
of  fact,  accidents  to  concrete  arches  have  been  much  fewer  than  the  failures 
of  wrought  iron  or  steel  bridges  during  the  corresponding  period  of  metal 
bridge  development. 

OLASSinOATION  OF  AROHES 

Arches  in  general  may  be  classified  with  reference  to  the  material  of  which 
they  are  made,  the  arrangement  of  the  spandrels  and  arch  rings,  ^r  the 
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number  of  hinges.  Reinforced  concrete  arches  may  be  divided  as  to  the 
arrangement  of  the  reinforcement  into  three  groups:  the  Monier,  Melan 
and  Wiinsch  types.  The  Monier  arch  in  its  developed  form  is  the  type  most 
commonly  used  in  the  United  States.  This  system  of  reinforcement  was 
invented  by  Jean  Monier  about  the  year  1876.  As  first  devised,  a  wire  net- 
ting was  imbedded  in  the  concrete  near  the  soffit,  but  later  two  nettings 
were  used,  one  near  the  soffit,  and  the  other  imbedded  in  the  concrete  near 
the  extradosal  surface.  Wire  netting  of  small  mesh  with  wires  of  equal 
size  in  both  directions  obviously  is  not  well  suited  for  use  in  an  arch  and 
considerable  improvement  was  soon  effected  in  this  type  by  making  the 
longitudinal  bars  of  the  reinforcement  heavier  than  the  transverse. 

In  the  usual  design  a  layer  of  longitudinal  bars  is  imbedded  near  the 
intrados  and  an  equal  number  near  the  extrados,  the  bars  of  the  two  layers 
being  connected  with  small  bars  or  stirrups.  Transverse  bars,  at  right 
angles  to  the  longitudinal,  form  with  them  a  netting  both  in  the  top  and 
bottom  of  the  arch.  They  serve  to  prevent  cracks  in  the  concrete  and  dis- 
tribute the  loads  laterally.  These  cross  bars  also  act  with  the  stirrups  in 
holding  the  longitudinal  bars  in  place  during  construction. 

The  principal  longitudinal  bars  are  designed  to  carry  tension  due  to  the 
bending  moment  and  to  assist  the  concrete  in  compression  caused  by  the 
thrust  and  the  bending  moment. 

Melan  Type.  This  system  was  invented  by  Joseph  Melan  of  Brunn, 
Austria,  in  1892.  The  reinforcement  consists  of  curved  steel  ribs  imbedded 
in  the  concrete  and  extending  from  abutment  to  abutment.  For  short  spans 
the  ribs  are  simply  curved  I-beams  and  for  long  spans  each  rib  is  made  of 
two  angles  near  the  extrados  latticed  to  two  angles  near  the  intrados.  The 
built-up  ribs  thus  formed  are  usually  deeper  at  the  springings  than  at  the 
crown  of  the  arch.  The  principal  function  of  the  lattice  bars  is  to  hold  the 
angles  in  position  when  the  latter  are  stressed,  and  to  make  a  unit  which 
is  easy  to  handle  during  erection.  By  far  the  most  important  function  of 
steel  reinforcement  is  to  carry  bending  moment,  and  the  steel  in  the  Melan 
type  can  be  easily  placed  and  kept  in  position  during  erection  so  as  to  fix 
positively  its  location  in  the  finished  structure.  The  material  in  the  lattice 
bars  of  the  ribs  or  in  the  webs  of  the  I-beams  is  not  economically  placed. 
The  first  Melan  arch  in  the  United  States,  of  30  feet  span,  was  erected  at 
Rock  Rapids,  Iowa,  in  1894,  and  many  other  bridges  have  since  been  built 
of  this  system. 

W'onsch  Type.  Comparatively  few  bridges  have  been  constructed  on 
this  system.  The  arch,  which  was  invented  by  Robert  Wiinsch  of  Budapest, 
Hungary,  in  1884,  has  a  horizontal  extrados  and  a  curved  intrados  and  the 
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reinforcement  of  the  axch  ring  consists  of  steel  ribs  spaced  from  i§  to 
2  feet  apart,  with  a  horizontal  upper  member  placed  near  the  extrados 
and  a  curved  lower  member  near  the  intrados.  The  two  members  are  con- 
nected at  each  abutment  to  a  vertical  member  imbedded  in  the  concrete. 
The  bridge  at  Sarajevo  in  Bosnia,  of  S^  feet  span,  is  one  of  the  largest  built 
of  the  Wiinsch  svstem. 


ARRANGEMENT  OF  SPANDRELS  AND  RINGS 

The  spandrel,  which  is  the  space  between  the  roadway  surface  and  the 
top  or  extrados  of  the  arch  ring,  may  be  treated  in  one  of  two  ways.  First, 
it  may  be  entirely  filled  with  earth  or  with  concrete  which  carries  the  road- 
way; or,  second,  it  may  be  left  more  or  less  open,  and  the  roadway  sup- 
ported upon  a  deck  carried  on  a  series  of  transverse  walls,  longitudinal 
walls,  or  columns  resting  upon  the  arch  ring. 

Filled  Spandrels.  In  this  form  of  construction  the  earth  or  concrete 
filling  rests  directly  upon  the  arch  ring,  and  is  held  in  place  laterally  by 
retaining  walls  which  also  rest  upon  the  arch  ring.  As  the  depth  of  these 
walls,  unless  they  are  of  reinforced  design,  increases  from  the  crown  to 
the  springing,  their  thickness,  designed  to  resist  the  earth  pressure,  aho 
increases  until  at  the  abutments  the  spandrels  may  be  largely  filled  with 
the  concrete  compodng  the  side  walls. 

If  the  side  walls  simply  rest  upon  the  arch  ring,  a  crack  is  liable  to  form 
at  the  junction  of  ring  and  wall  due  to  the  deflection  of  the  arch  ring  from 
the  weight  of  the  earth  upon  it.  On  the  other  hand,  if  the  ring  and  wall 
are  connected  by  suflficient  steel  to  prevent  the  formation  of  this  crack, 
indeterminate  stresses  are  set  up  which  are  undesirable  and  which  may 
result  in  transferring  the  crack  to  another  place.  This  danger  may  be 
obviated  by  building  the  spandrel  walls  as  gravity  walls,  leaving  a  vertical 
expansion  joint  at  each  junction  of  spandrel  and  wing  waUs  and  at  some 
intermediate  point  between  this  joint  and  the  crown. 

Another  plan  is  to  build  thinner  reinforced  side  walls  as  vertical  slabs 
tied  together,  with  the  lateral  pressure  resisted  by  reinforced  cross  walls 
The  principal  objections  to  the  use  of  solid  fillings  are  as  follows:  (i)  They 
increase  the  weight  of  the  superstructure,  and  consequently  thicker  arch 
rings  and  larger  foundations  are  required.  (2)  Unless  the  earth  filling  is 
carefully  compacted  by  rolling,  tamping  or  wetting,  it  will  sink  and  allow 
the  roadway  to  settle  with  it.  (3)  It  is  difficult  to  make  the  side  walls  and 
the  arch  ring  act  in  unison,  and  unsightly  cracks  may  be  formed.  Filled 
spandrels  may  be  therefore  limited  properly  to  bridges  with  solid  arch 
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rings  of  short  span,  say  not  over  80  feet,  or  to  those  having  a  rise  of  less  than 
r^jf  the  span,  where  the  cost  of  form  construction  prohibits  an  open  design. 

Open  Spandrels..  The  objections  just  mentioned  to  the  use  of  filled 
spandrels  are  of  such  importance  that  during  the  last  few  years  the  use  of 
open  spandrels  in  the  larger  structures  has  made  rapid  progress.  In  addi- 
tion to  being  lighter,  the  open  spandrel  construction  facilitates  inspection 
and  lends  itself  to  more  pleasing  architectural  treatment.  It  permits  indeed 
a  treatment  peculiar  to  concrete,  which  does  not  follow  the  type  of  design 
used  for  so  many  centuries  in  stone  arch  bridges.  AVith  open  spandrels  the 
roadway  may  be  laid  upon  small  arches  or  upon  I-beams  carried  by  trans- 
verse or  longitudinal  walls  which  in  turn  rest  upon  the  arch  ring;  or  it  may 
be  laid  with  reinforced  concrete  beam  and  slab  construction,  making  a  floor 
similar  to  those  used  in  reinforced  concrete  buildings.  The  beams  in  this 
case  are  placeM  longitudinally  with  the  roadway,  and  rest  upon  transverse 
walls. 

Upon  the  adoption  of  the  open  spandrel  it  was  soon  seen  that  considerable 
material  was  wasted  in  the  transverse  walls  and  in  the  solid  arch  rings.  The 
next  step,  therefore,  was  to  reduce  the  walls  to  columns  and  the  ring  to  a  series 
of  longitudinal  ribs  spaced  similarly  to  the  ribs  of  a  steel  arch.  In  some 
cases  these  ribs  are  very  wide,  in  fact,  are  really  two  independent  arch  rings 
as  in  the  Walnut  Lane  bridge,  Philadelphia,^  and  in  other  cases  the  ribs 
are  narrow  as  in  the  Rock  Creek  bridge  on  Ross  Drive  in  the  District  of 
Columbia.t 

HINGES 

The  use  of  hinges  in  concrete  arches  is  by  no  means  of  recent  origin.    As 
early  as  1873,  an  arch  was  constructed  near  Erlach,  Germany,  with  three 
asphalt  "joints"  and  many  others  with  hinges  have  been  built  since  then. 
The  chief  object  of  the  hinge  in  the  arch  rings  or  ribs  is  to  render  the 
structure  more  nearly  determinate. 

Although  two  or  even  one  hinge  can  be  used,  three  hinges  offer  the  advan- 
tage of  definitely  fixing  the  pressure  line  throughout  the  ring  so  that  it 
can  be  easily  and  accurately  located.  Except  for  the  friction  of  the  hinges, 
the  stresses  are  practically  independent  of  changes  of  temperature  or  of 
any  reasonable  settlement  of  the  foundations.  On  the  other  hand,  the 
hinges  are  often  an  expensive  detail.  It  is  sometimes  claimed  also  that  three- 
hinged  arches  are  not  so  rigid  as  fixed  arches,  but  because  of  their  great 
weight  this  criticism  does  not  appear  to  be  well  founded. 

•  See  p.  7  so. 
t  Sec  p.  748. 
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In  the  design  of  a  hinged  structure  the  moment  is  usually  assumed  to  be 
zero  at  the  hinge.  This  assumption  is  not  strictly  correct  because  as  the 
structure  deforms  under  its  load  it  tends*  to  rotate  about  its  hinges  and 
this  produces  friction  at  the  hinge  due  to  the  thrust  acting  thereon. 

The  design  of  the  hinge  is  a  most  important  feature.  One  of  the  most 
instructive  failures  in  arch  construction  was  that  of  the  Maximilian  Bridge 
at  Munich,  a  three-hinged  voussoir  masonry  arch  of  two  spans,  each  144.3 
feet,  when  during  construction,  both  spans  of  the  bridge  slipped  [off  the 
hinges  at  the  springings  and  dropped  about  12  inches.  This  failure  was 
due  to  an  error  in  the  design  of  the  hinges.  The  bearing  surfaces  of  the 
hinges  were  not  given  sufficient  curvature,  and  the  friction  which  was  relied 
upon  to  prevent  slipping  of  the  two  parts  composing  each  hinge  was  reduced 
to  a  minimum  by  the  use  of  a  lubricant,  which  gave  a  low  coefficient  of 
friction. 

Three-hinged  construction  is  best  suited  to  arches  of  small  rise  where 
the  center  line  of  the  rib  can  be  made  to  fit  closely  the  line  of  pressure 
resulting  in  small  bending  moments.  Arches  with  one  or  two  hinges  are 
more  indeterminate  than  three-hinged  arches  and  have  practically  all  of 
the  disadvantages  of  both  the  fixed  and  the  three-hinged  types. 

SHAPE  OF  THE  AROH  BINO 

For  hingeless  arches  the  intrados  should  be  either  three-centered,  five- 
centered  or  elliptical,  while,  if  desired,  theextrados  may  be  the  arc  of  a  circle 
so  placed  as  to  give  greater  depth  to  the  arch  ring  at  the  springings  than  at 
the  crown.  A  segmental  arch,  that  is  an  arch  formed  by  the  segment 
of  a  single  circle  cannot  often  be  used  to  advantage,  for  it  seldom  can  be 
made  to  fit  the  line  of  pressure.  While  many  arches  are  elliptical  in 
form,  the  three-centered  intrados  is  perhaps  the  most  common  and  it  is 
pleasing  to  the  eye,  easily  constructed  and  gives  an  economical  design. 

Ribs  with  three  hinges  should  be  deepest  at  sections  nearly  midway 
between  the  crown  and  spring  hinges,  decreasing  in  depth  toward  the  hinges, 
since  sections  near  the  hinges  take  only  thrust  and  shear  with  practically 
no  moment,  while  the  intermediate  sections  resist  a  moment  in  addition  to 
the  thrust  and  shear. 

THICKNESS  OF  RINO  AT  GROWN 

The  next  step  in  the  design  of  an  arch  after  deciding  on  the  shape  of  the 
intrados  is  to  choose  a  trial  thickness  of  the  ring  at  the  crown  and  at  the 
springing.    The  choice  may  be  made  by  judgment  based  on  experience  or 
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with  the  aid  of  one  of  the  various  empirical  formulas  in  use.  Since  the 
crown  thickness  depends  not  only  on  the  amount  of  thrust  but  also  upon 
the  bending  moment,  which  varies  greatly  in  a  given  arch  due  to  the  varying 
positions  of  the  live  load,  it  is  difficult  and  in  fact  impossible  to  devise  a 
rational  formula  for  its  determination. 

The  thickness  of  the  arch  ring  should  vary  with  the  shape  of  the  arch, 
with  the  span,  rise,  amount  of  filling  over  the  ring,  the  amount  of  live  load 
and  the  material  of  which  the  arch  is  made,  and  while  there  is  no  formula 
that  will  apply  even  approximately  in  all  cases,  the  formula  by  Mr.  F.  F. 
Weld*  gives  fairly  correct  results  in  ordinary  cases.    It  is  as  foDows: 

Let 

h  —crown  thickness  in  inches. 
L  —  clear  span  in  feet. 

w  —  live  load  in  pounds  per  square  foot,  uniformly  distributed. 
w^B  weight  of  fill  at  crown  in  pounds  per  square  foot. 

Then 

,  r-       L         w         v/ 

h^  VL+  —  +  —  +  —  (1) 

10      200      400  ^  ' 

Obviously  the  thickness  for  a  hingeless  arch  should  increase  from  the 
crown  to  the  springing.  The  radial  thickness  of  the  ring  at  any  section 
is  frequently  made  equal  to  the  thickness  at  the  crown  multiplied  by  the  secant 
of  the  angle  which  the  radial  section  makes  with  the  vertical.  For  a  3- 
centered  intrados  and  an  extrados  formed  by  the  arc  of  a  circle,  these  trial 
curves  may  be  at  the  quarter  points  a  distance  apart  of  ij  to  ij  times  the 
crown  thickness  and  at  the  springings  2  to  3  times  the  crown  thickness. 

These  empirical  rules  should  be  used  only  in  preliminary  study  and 
never  for  the  final  design.  The  true  shape  of  the  ring  and  the  thickness  at 
different  sections  must  be  fixed  by  computation  based  on  the  line  of  pres- 
sure as  described  in  the  pages  which  follow. 

LIVE  LOADS  FOR  HIGHWAT  BRIDGES 

For  highway  bridges  the  kind  and  magnitude  of  the  live  load  depend 
upon  the  location  of  the  structure.  Each  location  should  be  studied  and 
the  live  load  chosen  to  fit  the  requirements.  The  following  classification 
is  sufficient  for  stone  or  concrete  arches  or  for  beam  bridges.f 

*  Engineering  Record,  Nov.  4i  1905,  P-  529- 

t  Loads  for  beam  bridges  are  discussed  on  page  6qs. 
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Oity  Bridges.  For  floors  of  city  or  other  bridges  carrying  heavy  traffic, 
three  types  of  loads  are  recommended  as  follows: 

1.  A  uniform  live  load  of  loo  pounds  per  square  foot  on  sidewalks  and 
roadways. 

2.  On  each  street  railway  track,,  one  8- wheel  electric  car  having  a  wheel 
spacing  of  5,  15,  5  feet  between  centers  of  wheels  along  one  rail;  each  wheel 
carrying  12,500  pounds.  The  car  is  assumed  to  cover  an  area  9  feet  wide 
by  40  feet  long. 

3.  One  wagon  weighing  20,000  pounds  on  each  of  two  axles  1 2  feet  apart. 
In  applying  these  loads  to  find  the  maximum  stress  in  the  floor,  either 

of  the  loads  mentioned,  or  that  combination  of  any  of  the  above  loads 
which  produces  the  maximum  stress,  should  be  used.  If  the  uniform 
load  is  used  simultaneously  with  either  of  the  concentrated  loads,  the  former 
should  cover  only  that  part  of  the  roadway  not  covered  by  the  latter. 

For  arch  rings  or  ribs  having  a  span  of  100  feet  or  less,  a  uniform  load  of 
1800  pounds  per  linear  foot  of  each  railway  track  together  with  a  uniform 
load  of  100  pounds  per  square  foot  of  remaining  area  of  roadway  and  side- 
walks. 

For  spans  of  200  feet  or  more,  a  uniform  load  of  1200  pounds  per  linear 
foot  of  each  railway  track  together  with  a  uniform  load  of  80  pounds  per 
square  foot  of  remaining  area  of  roadway  and  sidewalks. 

The  load  on  each  track  should  be  assumed  to  cover  a  width  of  9  feet, 
thus  giving  200  pounds  j)er  square  foot  under  the  track  for  spans  of  100  feet 
or  less  and  133  pounds  per  square  foot  for  spans  over  200  feet  in  length. 

For  spans  between  100  and  260  feet,  the  loads  are  to  be  taken  proportion- 
ally. 

Suburban,  Town  or  Heavy  Country  Bridges.  For  floors  of  suburban, 
town,  or  heavy  country  bridges,  the  same  uniform  load  and  electric  car 
load  as  for  floors  of  city  bridges  but  with  wagon  weighing  10,000  pounds 
on  each  of  two  axles  10  feet  apart. 

For  arch  rings  or  ribs  having  a  span  of  100  feet  or  less,  a  uniform  load  of 
1 800  pounds  per  linear  foot  of  each  track,  together  with  a  uniform  load  of 
80  pounds  per  square  foot  of  remaining  area  of  roadway  and  sidewalks. 

For  spans  of  200  feet  or  more  the|  values  corresponding  to  the  above  are 
1200  pounds  per  linear  foot  of  each  track  and  60  pounds  per  square  foot  of 
remaining  area. 

The  load  on  each  track  should  be  assumed  to  cover  a  width  of  9  feet. 

For  spans  between  100  and  200  feet,  the  loads  are  to  be  taken  propor- 
tionally between  the  limits  stated. 

Light  Oountry  Bridges.     For  floors  of  light  country  bridges,  sub- 
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jected  to  light  highway  or  electric  railway  traffic,  on  each  track  one  8-wheel 
electric  car  carrying  9000  pounds  on  each  wheel,  or  one  wagon  weighing 
6000  pounds  on  each  of  two  axles  10  feel  apart.  These  two  loads  should  be 
assumed  to  act  together  where  necessary  to  produce  the  maximum  stress 
in  the  floor. 

For  arch  rings  or  ribs  having  a  span  of  100  feet  or  less,  a  uniform  load  of 
1200  pounds  per  linear  foot  of  each  track,  together  with  a  uniform  load  of 
80  pounds  per  square  foot  of  remaining  area  of  roadway. 

For  spans  of  200  feet  or  more,  the  values  corresponding  are  1000  pounds 
per  linear  foot  of  each  track,  and  50  poimds  per  square  foot  of  remaining 
area. 

For  spans  between  100  and  200  feet  the  loads  are  proportional  between 
the  limits  stated. 

It  is  customary  to  see  that  the  design  is  sufficient  to  carry  a  steam  road 
roller.  The  heaviest  roller  usually  specified  weighs  30,000  pounds,  12,000 
pounds  on  the  front  roller,  which  has  a  width  of  4  feet,  and  9000  pounds 
on  each  of  the  two  rear  rollers,  each  of  the  latter  having  a  width  of  20  inches. 
The  axles  are  taken  as  1 1  feet  apart  and  the  two  rear  wheels  as  5  feet 
center  to  center. 

LIVE  LOADS  FOB  RAILROAD  BRIDGES 

For  railroad  bridges  the  loading  depends  upon  the  location  of  the  line, 
and  hence  the  future  traffic  which  may  be  expected.  Two  consolidated 
locomotives,  with  25  000  pounds  on  each  driving  wheel,  followed  by  5000 
pounds  per  foot  of  each  track,  is  a  common  loading.  An  alternate  plan 
quite  generally  followed  for  the  rings  of  stone  or  concrete  arches  where  the 
filling  is  of  sufficient  thickness  to  distribute  the  concentrated  loads  over 
a  considerable  area  of  arch  ring  is  to  use  5000  pounds  per  foot  of  track 
with  no  concentrated  load.  This  load  of  5000  pounds  per  foot  of  track 
is  equivalent  to  about  625  pounds  per  square  foot  of  horizontal  area.  These 
values  are  satisfactory  for  spans,  say,  over  80  feet  in  length. 

Generally  speaking,  the  shorter  the  span  the  greater  should  be  the 
assumed  uniform  load,  and  hence  for  spans  of,  say,  80  feet  or  less,  a  uniform 
load  of  1000  pounds  per  square  foot  is  frequently  adopted,  this  being 
approximately  equivalent  to  the  heaviest  locomotive  loadings. 

A  concentrated  load  on  top  of  a  fill  is  generally  assumed  to  be  distrib- 
uted downward  at  angles  of  45®.  The  top  of  the  distributing  slope  may 
be  taken  from  the  ends  of  the  ties.  Wheel  loads  may  be  taken  as  dis- 
tributed over  3  feet  of  length  of  surface  of  fill  and  at  45^  angles  through 
the  filling. 
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DEAD  LOADS  AND  EARTH  PRESSURE 

With  open  spandrels  having  columns  or  transverse  walls,  the  dead  loads 
act  vertically  upon  the  arch  ring  and  can  be  more  accurately  found  than 
with  filled  spandrels. 

With  spandrels  filled  with  earth  the  dead  load  carried  by  the  arch  ring 
is  that  due  to  the  weight  of  the  roadway,  of  the  filling,  and  of  the  arch  ring 
itself.  The  earth  filling  is  usually  assumed  to  act  vertically,  in  which  case 
the  forces  acting  on  the  arch  are  easily  computed.  For  arches  in  which 
the  ratio  of  rise  to  span  is  small,  such  an  assumption  is  sufficiently  correct. 
A  common  assumption  for  weight  of  earth  fill  where  the  actual  value  is 
unknown  is  loo  pounds  per  cubic  foot. 

Since  the  pressure  produced  by  the  earth  filling  against  the  extradosal 
surface  of  the  ring  is  really  inclined,  being  nearly  vertical  near  the  crown 
and  considerably  inclined  near  the  springings,  it  is  sometimes  advisable  in 
an  arch  of  large  rise  to  take  account  of  the  horizontal  component  of  the 
pressure  near  the  springings.  The  earth  pressure  acting  against  an  inclined 
plane  may  be  found  either  algebraically  or  graphically.  The  algebraic 
solution  is  given  under  the  subject  of  retaining  walls,  page  759,  and  in  the 
example  of  arch  design  the  inclined  pressure  is  taken  into  account  for 
illustration,  although  it  is  really  unnecessary  in  the  case  selected.    (See  p.  734.) 

OUTLINE  OF  DISCUSSION  ON  AROH  DESIGN 

The  method  of  designing  an  arch  by  the  elastic  theory  is  illustrated  by  the 
example  on  pages  733  to  740.  The  steps  to  be  taken  are  there  stated  in 
full. 

In  the  following  pages  the  reactions  at  the  supports.  Which  in  an  arch 
are  not  simple  vertical  forces,  and  the  relations  between  the  outer  loads  and 
the  internal  stresses,  are  first  treated  briefly  so  as  to  understand  the  theory 
in  a  general  way.  Next  (p.  727),  the  working  formulas  are  given  for  find- 
ing the  thrust,  shear  and  bending  moment  at  the  crown,  and  at  intermediate 
points  in  the  arch  ring.  From  these,  the  force  polygon  and  the  line  of 
pressure,  which  is  an  equilibrium  polygon  drawn  for  a  pole  distance  equal 
to  the  horizontal  thrust,  may  be  drawn  (p.  729).  The' method  of  determin- 
ing the  stresses  due  to  temperature  and  rib  shortening  is  given  (p.  730). 
Since  the  lines  of  pressure  do  not  ordinarily  pass  through  the  center  line  of 
the  arch  ring,  the  pressures  on  the  various  sections  are  eccentric.  The 
distribution  of  stress  in  an  arch  under  eccentric  loading  is  the  same  as 
in  any  other  member,  such  as  a  column.  The  analysis  is  discussed 
at  length  on  pages  377  to  389,  Chapter  XX.    Diagrams  are  presented 
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to  aid  in  the  determinations.  Following  the  example,  the  design  of  arch 
abutments  is  given  (p.  741),  and  beyond  this  are  general  directions  with 
reference  to  construction  details.    Several  typical  arches  are  illustrated 

(P-  747)- 

EELAnON  BETWEEN  OUTER  LOADS  AND  REACTIONS  AT 

SUPPORTS 

An  arch  differs  from  a  beam  in  that  under  vertical  loads  the  reactions 
at  the  supports  of  the  arch  are  inclined,  while  for  a  beam  the  reactions  are 
vertical.  The  loads  acting  on  the  arch,  together  with  the  reactions  caused 
by  the  loads,  constitute  the  entire  system  of  forces  acting,  and  for  a  com- 
plete analysis  of  the  arch  the  relation  between  these  forces  should  be  deter- 
mined. This  relation  is  more  simply  deduced  if  for  each  reaction  there  are 
substituted  its  horizontal  and  vertical  components. 

For  arches  symmetrical  about  the  center  Une  of  span  the  following  analy- 
sis is  applicable.  For  unsymmetrical  arches,  methods  similar  to  those  pre- 
sented in  the  following  pages  are  to  be  employed  although  the  necessary 
formulas  are  too  long  to  be  given  here. 

NOTATION 

Hi  and  F,  —  horizontal  and  vertical  components  of  the  left  reaction, 
i/-  and  Fj^  horizontal  and  vertical  components  of  the  right  reaction. 

ad  Ma  =- moments  at  left  and  right  supports  respectively. 
M  —  moment  at  any  point  on  arch  axis  having  coordinates  x  and  y. 
M^,  Hct  F^- moment,  thrust  and  shear  at  the  crown. 
M^  -  moment  at  any  point  on  left  half  of  arch  axis  of  all  loads  between  the 

point  and  the  crown. 
M^ «  moment  at  any  point  on  right   half  of  arch  axis  of  all  outer  loads 

between  the  point  and  crown, 
m    =  number  of  divisions  into  which  the  half  length  of  arch  axis  is  divided. 
5      —  short  length  of  arch  axis. 

/     «  moment  of  inertia  of  cross  section  about  the  gravity  axis. 
L    ->  horizontal  span  of  arch  axis. 
r     =  rise  of  arch. 

E^  —  modulus  of  elasticity  of  concrete. 
n     —  ratio  of  moduli  of  elasticity  of  steel  to  concrete. 
R    =-  resultant  force  acting  on  any  section  of  the  arch  ring. 
N   -  thrust « normal  component  of  resultant -R.  • 

V    —  shear— radial  component  of  resultant  R. 
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H  -  horizontal  component  of  resultant  R, 

P    =-  any  concentrated  load. 

Jj^  -  change  in  span  length  due  to  any  cause,  +  for  an  increase,  —  for  a 

decrease. 
t     —  rise  or  fall  in  temperature  of  the  arch  ring  from  the  mean  in  degrees 

Fahrenheit. 
c     —  coefficient  of  linear  expansion  or  contraction. 
/    —  average  unit  compression  in  concrete  of  arch  ring  due  to  thrust. 
4>    «  central  angle  subtended  by  the  axis  of  the  arch. 
x,y  -  coordinates  of  any  point  on  the  axis  of  the  arch  ring. 

Three-Hinged  Arch.  The  use  of  the  three-hinged  arch  is  discussed 
on  page  713.  Since  its  analysis  is  simplest  and  at  the  same  time  illustrates 
important  principles  of  arch  design,  it  is  considered  first. 

Referring  to  Fig.  225,  it  is  seen  that  there  are  two  unknown  components 


Fig.  22$. — ^Arch  with  Three  Hinges.     {Seep.  720). 

of  each  reaction,  making  four  unknown  quantities,  if,,  F„  il„  Fj,- ViAcii 
require  four  equations  to  solve  them.  From  statics  we  have  the  three 
equations  of  equilibrium: 

Algebraic  sum  of  vertical  components  =  zero. 

Algebraic  sum  of  horizontal  components  =  zero. 

Algebraic  sum  of  moments  of  all  forces  sfbout  any  point  =  zero. 

We  have  here  an  additional  equation  from  the  fact  that  the  bending 
moment  at  the  crown  hinge  =  o.  Therefore  the  four  components  of  the 
reactions  can  easily  be  found.  Suppose  there  is  only  one  load,  P,  on  the 
span.    Then 


^1  = 


Pz 


(2) 


and  7,= 


P  i.L-z) 


(3) 


Since,  for  equilibrium,  the  moment  at  the  crown  hinge  must  be  o,  the 
resultant  reaction  on  the  left  must  pass  through  the  left  hinge,  or 


^■, 


—  H^r  —  o.      Ilcncc  11^  = 


V,L 


2r 


(4) 


F|,  H^  «-  componenti  of  left  reaction.     V^  H,  ^  components  of  right  reaction.    L'^tpan, 
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When  all  loads  are  vertical,  or  in  any  case  when  the  loads  are  symmetrical 
about  the  center,  H^  —  ff ,. 

When  the  loads  are  not  symmetrical  and  also  not  vertical,  JEf,  can  be  easily 
found,  after  fT,  has  been  determined  as  above,  from  the  relation  that  the 
algebraic  sum  of  all  the  outer  horizontal  forces  —  o.  In  a  three-hinged 
drch,  then,  the  reactions  having  been  found  by  means  of  simple  statics 
as  above  described,  the  thrust,  shear  and  bending  moment  on  any  section 
of  the  arch  can  be  computed  and  sections  designed.'*' 

Two-Hinged  Arch.  Under  the  action  of  the  loads  on  this  arch  there 
are  produced  two  components  of  the  reaction  at  each  support,  making  in 
all  four  unknowns.  Hi,  F„  H,,  F,.  From  statics  we  have  the  three  funda- 
mental equations  of  equilibrium,  as  given  above.  We  must  find  an  addi- 
tional equation  from  the  theory  of  elasticity.  This  additional  equation  is 
obtained  from  the  fact  that  the  span  does  not  change  its  length  under  the 


Fig.  236. — ^Two-Hinged  Arch.     (See^p,  yai). 


action  of  the  loads.      From  mechanicsf  we  know  that  if  the  arch  were 

fixed  at  B  and  free  at  A,  the  horizontal  motion  of  A  (the  origin  of  coordi- 

s 
nates)  is  given  by  ^My  -^,  where  I  denotes  the  summation  of  the  products 

ILI 
S 

of  My  — for  each  section  of  the  arch.    Now,  since  the  arch  is  really  pre- 
vented by  the  support  from  moving  horizontally  at  point  A,  the  above 
deformation  can  be  placed  equal  to  o,  and  we  have  then  the  fourth  equation 
5 


2  My 


EI 


o,  which,  in  addition  to  the  three  from  statics,  enables  us  to 


find  the  reactions  Hi,  7j,  H,,  F,.   As  soon  as  the  reactions  are  known,  the 
thrust,  shear  and  bending  moment  at  any  section  of  the  arch  can  be  found^ 

^Tbree  Hinged  Masonry  Arches;  Long  Spans  Especially  Considered,  by  David  A.  Molitor, 
Transactions  American  Society  of  Civil  Engineers,  Vol.  XL,  p.  31. 
f  Mechanics  of  Engineenng,"  by  Irving  P.  Church,  1908,  p.  449. 
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In  a  similar  manner  the  conditions  of  equilibrium  can  be  obtained  for  an 
arch  with  only  one  hinge  (at  the  crown). 

"Fixed"  or  "Oontinaons"  Arches.  A  method  frequently  followed 
with  the  hingeless  arch  is  to  consider  the  reactions  at  the  ends  in  the  same 
way  as  in  hinged  arches,  but  the  simpler  method  is  to  take  the  forces  at  a 
section  through  the  crown.  However,  in  order  to  better  understand  the 
theory  and  the  relation  of  the  external  to  the  internal  forces,  the  arch  reac- 
tions at  the  supports  will  be  discussed  first  and  afterward  the  analysis  will 
consider  the  forces  at  the  crown. 

Let  Fig.  227  represent  a  hingeless  arch.  The  loads  having  been  deter- 
mined, there  are  at  each  support  three  unknown  quantities,  namely,  the 
vertical  and  the  horizontal  components  and  the  point  of  application  of  the 
reaction.     Or,  instead  of  saying  that  the  point  of  application  of  the  reaction 


Fig.  227. — Continuous  Arch.     {Seep.  722). 


is  unknown,  we  can  say  that  there  is  a  bending  moment  at  each  support,  and 
that  this  moment,  together  with  the  horizontal  and  vertical  components  of 
the  reaction,  makes  three  unknown  quantities  at  each  support  to  be  found. 
There  are  then  six  unknown  quantities  to  be  determined,  namely,  ff  1,  F„ 

Statics  provides  the  three  fundamental  equations  of  equilibrium  (see 
page  720))  hence  three  additional  equations  must  be  determined  from  the 
theory  of  elasticity.  These  three  additional  equations  are  given  from  the 
three  following  conditions: 

The  change  in  span  of  the  arch  -  iap  -  O 

The  vertical  deflection  at  A  (the  origin  of  coordinates)  —  Jy  —  O 

The  change  in  direction  of  the  tangent  at  the  arch  axis  at  A  —  i^  «  O 

These  three  conditions  must  be  true  since  the  arch  is  fixed  at  A  and  at  B^ 

the  abutments  being  assumed  immovable 


ARCHES  723 

Prom  mechanics,'*^ 

J^-i-^My^-O  (5) 

dy^I^MxYj  =0  (6) 

A4>^21Myj-0  (7) 

These  three  equations  are  general  formulas.  They  are  not  used  directly 
in  arch  computations  but  are  necessary  in  the  theoretical  derivation  of  the 
working  formulas  given  in  paragraphs  which  follow. 

These  three  equations  express  the  conditions  that  the  horizontal,  vertical 
and  rotary  movements  of  the  left  end  of  the  arch  ring  each  equal  zero, 
so  far  as  these  motions  are  caused  by  the  bending  moments  only,  acting  on 
the  different  sections  from  B  to  A.  The  movements  due  to  the  thrust  and 
shear  within  the  ring  are  not  here  considered.  By  means  of  equations  (5), 
(5),  (7)  and  the  three  from  statics  (see  p.  720)  we  can  solve  for  the  six 
unknown  quantities  at  the  supports,  namely,  the  horizontal  and  vertical 
components  of  each  reaction  and  the  moment  at  each  support,  and  having 
thus  found  the  reactions,  the  stresses  within  the  ring  can  be  computed. 

RELATION  BETWEEN  OUTER  FORGES  AND  THE  THRUST,  SHEAR 
AND  BENDING  MOMENT  FOR  THE  FIXED  AROHf 

In  Fig.  228  let  the  arch  A  B  be  fixed  at  the  two  supports.  If  the  loads  are 
Incwn,  the  horizontal  and  vertical  components  of  the  reactions  and  also  the 
Gtioment  at  each  support  of  the  arch  may  be  found,  as  has  been  shown 
above.  Having  these  three  quantities  for  each  support,  the  point  of  appli- 
cation of  each  reaction  may  then  be  determined. 

Thus  in  Fig.  228  the  point  of  application  at  the  left  support  is  at  a,  dis- 

tant  y^  vertically  from  A,  where  3'i  —  tf  .   Similarly  at  B,  >'a  -  tt  •    Having 

H  Jti 

computed  y^  and  y„  thus  locating  the  points  of  application  of  the  reactions, 
the  force  polygon  and  its  equilibrium  polygon,  abed,  can  be  drawn,  as 
described  more  fully  on  page  735,  and  the  latter  wiU  be  the  true  line  of  pres- 
sure for  the  loading  shown.    The  stresses  on  any  section  such  as  D  may 

M  -"  moment.  1  «  short  length  of  arch  axis.  E  »  modulus  of  elasticity.  /  —  moment 
.nertia.    ix  ""  change  of  span  length,    xy  —  coordinates  of  a  point. 

^See  "Mechanics  of  Engineering/'bj  Irving  P.  Church,  1908,  p.  449,  or  any  general  treatise 
on  mechanics. 

tThii  method  of  analysia  conesponds  to  that  adopted  by  Mewn.  Tufneaure  and  Maurer  in  their 
on  "Principles  of  Reinforced  Concrete  Construction." 


724 


A  TREATISE  ON  CONCRETE 


be  then  studied.  The  resultant  of  all  outer  forces  on  the  left  of  D  is  a  force 
acting  along  the  line  a  ^  of  the  equilibrium  polygon  and  having  a  magnitude 
eauai  to  the  force  Oo  of  the  force  polygon.    This  resultant  outer  force  Go 


FiQ.  228. — Line  of  Pressure  in  an  Arch.     (See  p.  723). 


Pig.  229. — Forces  Acting  upon  an  Arch  Section.    (See  p.  724.) 

acting  along  ab  is  resisted  by  inner  forces,  L  e.,  stresses,  on  the  section  D 
which  is  redrawn  in  Fig.  229. 
Thi  force  R  is  the  force  opposing  the  resultant  O©.    This  force  is  equiva- 
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lent  to  a  force  R  acting  at  the  arch  axis  and  a  bending  moment  —  Ru^  « 
Hu,  where  H  is  the  horizontal  component  of  R  and  u  is  the  vertical  distance 
from  point  D  on  the  arch  axis  to  the  equilibrium  polygon;  u^  is  the  perpen- 
dicular distance  from  point  D  to  the  force  i?  —  Oq.  For  vertical  loads  // 
b  constant  throughout  the  length  of  the  arch  ring. 

The  resultant  force  R  acting  at  D  can  be  resolved  into  two  components 
one  of  which,  N,  is  tangential  to  the  axis  at  D  and  therefore  normal  to  the 
section  of  the  arch  ring;  the  other  component,  F,is  perpendicular  to  the  axis 
and  parallel  to  the  section. 

AT  is  the  thrust,- thsit  is,  the  tangential  component  of  the  resultant  force 
on  the  section. 

V  is  the  shear,  that  is,  the  radial  component  of  the  resultant  force  on  the 
section. 

Hu  or  Ru'  is  the  bending  moment  about  the  gravity  axis  of  the  section. 

Evidently  there  are  sections  of  the  arch  where  the  equilibrium  polygon 
intersects  the  arch  axis.  At  these  sections  the  bending  moment  is  zero. 
Furthermore,  if  the  equilibrium  polygon  is  normal  to  any  section  there  will 
be  no  shear  on  that  section.  It  is  possible  then  to  find  sections  where  there 
is  no  moment,  or  no  shear,  or  possibly  where  there  is  neither  moment  nor 
shear.    There  is  always  a  thrust  on  every  section. 


THRUST,  SHEAR  AND  MOMENT  AT  THE  CROWN 

Instead  of  actually  finding  the  components  of  the  reactions  and  the 
moments  at  the  supports  by  the  plan  indicated  on  page  723,  it  is  simpler  to 
find  the  thrust,  shear  and  moment  at  the  crown.  Having  these,  the  equilib- 
rium polygon  may  be  drawn  and  the  thrust,  shear  and  moment  at  any  point 
may  be  found.  The  thrust,  shear  and  moment  at  the  crown  can  be  found 
by  use  of  equations  (5),  (6),  (7),  page  723,  in  which  M  is  the  moment  of 
any  point  D  of  Fig.  228,  page  724,  expressed  in  terms  of  the  values  at  the 
crown.  Instead,  however,  of  determining  these  quantities  by  means  of 
these  equations,  shorter  expressions  for  the  thrust,  shear  and  moment  at 
the  crown  may  be  obtained  hy  taking  tJie  origin  of  coordinates  at  the  crown 
and  studying  the  motion  at  that  point. 

In  Fig.  230,  CD  represents  the  vertical  section  at  crown,  upon  which  acts 
the  resultant  pressure  along  the  line  AB.  In  the  lower  part  of  the  figure,  for 
this  resultant  force  is  substituted  the  horizontal  thrust,  H^,  the  shear,  V^, 
acting  at  the  center  of  the  section  CD,  and  the  moment  M^. 

Referring  to  Fig.  231,  page  726,  and  accepting  C  as  origin  of  coordinates, 
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Let 


x,yf  —  coordinates  of  any  point  D, 

M 2,  -  moment  at  any  point  D  on  left  half  of  arch  axis  of  all  loads  between 

the  point  and  the  crown. 
M 12  *  moment  at  any  point  D  on  right  half  of  arch  of  all  loads  between 

the  point  and  the  crown. 
m     *  number  of  divisions  of  half  of  the  arch  axb. 


Fio.  230. — Moment  and  Thrust  at  the  Crown.     (See  p,  725.) 


Fig.  231. — Coordinates  of  Any  Point  in  Arch  Axis.  (Seep,  725.) 

* 
The  formulas  given  below  require  that  the  arch  be  divided  so  that 

the  ratio  of  length  of  any  division  to  its  average  moment  of  inertia  is 
constant.  Because  of  this  requirement  the  end  divisions  with  large 
moments  of  inertia  may  be  long,  even  with  comparatively  short  divisions 
at  the  crown.  This  may  cause  an  inaccuracy  which  can  be  laigely  elimi- 
nated by  subdividing  the  load  on  the  end  divisions. 

The  greater  the  number  of  divisions  the  more  accurate  the  results. 

For  an  arch  divided  in  such  a  way  that  the  ratio  of  the  length  of  any 
division  to  its  average  moment  of  inertia  is  constant  (see  page  728) 
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the  three  unknown  quantities,  V^  H^  and  M^  may  be  found  from  form- 
ulas*   * 

mIM„y  +  m2Mt^y-IMgIy~IMj^Iy 

^•"  2\mIf-{Syy\ 

■     ■  ■■  -  ^       1—^^^^  ■■■—■  ■■■IHI  ■  ■■■—■■■  ■  III  1^ 

*The  horizonul  motion  of  C,  Fig.  93T1  at  in  preceding  analTsts,  due  to  bending  moments  on  cec- 

tions  between  B  and  C^xtS  ^  My  -^y    The  horizontal  motion  of  C  due  to  the  bending  moments 
on  sections  between  if  and  C»is  S  ^  My  — ^'     These  two  motions  are  equal  but  opposite  in  direc- 

tion,  hencCy 

SimiUrlf  die  Tertical  mofiims  at  C  are  equal. 

Also  die  changes  in  direcdon  of  die  tugent  to  the  axis  at  C  are  equal,  but  opposite  in 
direction,  hence, 

f 

If  eadi  half  of  die  ardi  axis  be  divided  into  m  divisions  in  such  a  way  as  to  make  ~y  constant  for 

all  the  divisions  (See  p.  7s8)  the  factor  -j  and  also  E  maj  be  cancelled.  In  the  equations  (8),  (9) 

(foX  My  I,  Xf  7,  denote  respecdvefy  the  bending  moment,  moment  of  inertia  of  the  cross-secdon, 
and  coordinates  at  the  center  point  of  each  divinon  of  the  arch  axis. 
At  center  of  anj  division  between  A  and  C  the  bending  moment  is 

if  -  ATe  -  Fe»  +  Hey  -  Mr  (ii) 

At  center  of  anj  dividoo  between  B  and  C  the  bending  moment  is 

M  ^  Me  +  Vex  +  Hey  -  Ml  (») 

Placing  these  values  of  Af  in  equations  (8),  (9)  and  (10)  and  collecdng  terms,  we  have 

%Me2 y  '\'  %HeI  f  -I MRy  -2  MLyo  (13) 

%VtZ9?  -IMl»  +IMRX''  Q  (14) 

%mMe  +  zHeSy-lMR  -IMl^o  (15) 

Combining  (13}  and  (15X 

ml  Mr  y  +  ml  M^y  -  S  Mr  2y  -2  Mi^  y 
^«"  ^[m2'^^{2yy[  ^'*^ 

2MLX-2MRX  ,    , 

From  (14)  Ve — y-5 (17) 


2 


2^*» 


-.        ,    ,                ^       2MR-¥lML'-'^He2y  ... 

From  (ic)  Me  — (i«} 

M  "■  moment.    He  *  cro^  thrust.    Ve  «"  crown  shear,  m  •■  number  divisions  of  half 
axis^    *t»y  ^  cofirdinates  of  a  point 
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These  are  fundamental  equations  in  arch  analysis.  The  m^hod  of 
application  is  illustrated  in  the  example,  page  733. 

All  2"  signs  denote  summations  for  one-half  of  the  arch  axis. 

All  numerical  values  of  ilf  ^,  ilf  ^,  x,  y,  are  positive. 

A  positive  value  of  V^  indicates  that  the  line  of  pressure  at  the  crown 
slopes  upward  toward  the  left;  a  negative  value,  upward  towards  the  right. 

A  positive  value  of  M^  indicates  a  positive  moment  at  the  crown;  a  nega- 
tive value,  a  negative  moment. 

The  moment  at  any  point  between  B  and  C  is 

M  ^M,^V,x+H^  --  Mj,  (19) 

while  at  any  point  between  A  and  C 

M  ^M,  +  \\x+H,y  -3f^  (20) 


Fig.  232. — Diagram  for  finding  Constant      .     (See  p,  728) 


Fio.  233. — Diagram  for  finding  Length  of  Arc  of  a  Circle.     {See  p,  728.) 
OBAPHIOAL  METHOD  FOB  FINDING  CONSTANT— 


Fig.  232  and  Fig.  233  give  a  graphical  method  of  determining  the  length 

M  —  moment.    He  ■■  crown  thrust.     Fc  «*  crown  shear.    x,y  ^  coordinates  of  a  point 
s  *■  length  of  division  of  axis.    /  »-  moment  of  inertia 
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of  divisions  for  a  constant  y .    If  the  arch  axis  is  made  up  of  arcs  of  circles, 

the  length  of  any  arc  ACB  is  equal  to  three  halves  of  the  straight  line  AC* 
The  point  C  is  found  in  Fig.  233  by  dividing  the  chord  AB  into  thirds  and 
drawing  a  radius  through  the  one-third  point.  If  the  arc  is  an  ellipse,  a 
simple  method  of  drawing  which  is  given  on  page  192,  the  length  may  be 
measured  from  the  drawing.    Having  found  the  length  of  the  half  axis  and 

drawn  it  as  a  horizontal  line,  the  constant  y  is  found  as  shown  in  Fig.  232  by 

computing  four  or  more  values  of  /,  the  moment  of  inertia,  at  different 
points  and  plotting  these  to  locate  the  curves  as  shown.  Beginning  at  the 
lower  left  corner  of  the  diagram,  trial  diagonals  (parallel  to  each  other)  and 
vertical  lines  are  drawn,  so  that  the  number  of  spaces  between  the  verticals 
will  represent  the  number  of  divisions  into  which  the  half  arch  must  be 
divided.  If  at  the  first  trial  the  final  diagonal  does  not  come  out  exactly  at 
the  upper  right  comer  which  represents  the  crown  of  the  arch,  a  new  slope  is 
tried  for  the  parallel  diagonals. 

LINE  OF  PRESSURE 

Having  determined  the  thrust  and  moment  at  the  crown,  the  line  of  pres- 
sure may  be  drawn  as  shown  in  folding  Fig.  235,  opposite  page  738,  from 
which  the  compression  and  tension  at  different  sections  may  be  found  after 
determining  the  thrust  and  eccentricity  from  the  formulas  which  follow. 

It  is  well  to  draw  the  line  of  pressure  before  considering  the  temperature 
and  the  effect  of  the  rib  shortening,  and  then  afterwards  study  these,  adding 
or  deducting  the  stresses  for  the  most  unfavorable  conditions. 

EFFECT  OF  TEMPERATURE  AND  THRUST 

The  thrust  acting  throughout  the  ring  tends  to  shorten  the  span.  A 
change  of  temperature  of  the  ring  tends  to  shorten  the  span  when  the  tem- 
perature falls  or  to  lengthen  the  span  when  the  temperature  rises.  The 
tendency  for  the  span  to  change  its  length  by  a  distance  J^  due  to  any  cause 
is  resisted  by  a  horizontal  component  H  and  a  moment  M 1  acting  at  each 
support,  and  by  a  thrust  and  moment  in  the  arch  ring.  J^  is  positive  for 
an  increase  and  negative  for  a  decrease  in  span  length. 

*Bfethod  given  in  Nouvelles  Annales  de  Mathematiques,  Jan.  1907.     The  error  for  40  degrees 
it  less  than  y^^nr,  for  70  degrees  is  less  than  y^^^,  for  90  degrees  is  less  than  jjp^js* 
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The  thrust  and  moment  at  the  crown  may  be  found  from  formulas* 

/  mEJ 


and 


^*^''   s  2[mlf-(lyy]  ^^^^ 


Hcly 


Rise  in  Temperature,  Under-  a  rise  of  temperature  of  the  arch  ring  of 
t  degrees  Fahr.  the  span  L  would  tend  to  increase  in  length  an  amount 
of  ctLf  c  being  the  coefficient  of  linear  expansion.  Substituting  for  J^  ^ 
(23)  the  value  of  ciL,  the  thrust  at  crown  is 

/  ctLmE 

The  value  of  the  temperature  coefficient,  c,  in  equation  (25)  may  be  taken 
for  concrete  as  0.0000055.  Dimensions  must  all  be  in  same  units;  if  in 
feet,  E  musi  be  in  pounds  per  square  foot.  Using  a  value  of  E^  of  2,000,000, 
E  is  therefore  2,000,000  X  144=  288,000,000  pounds  per  square  foot. 

Moment  at  crown  is 

'      M,^^~^    .  (26) 

m 

*The  change  in  total  span  length,  the  two  halves  of  the  arch  being  equal,  is 

The  change  in  inclination  of  tangent  to  axis  at  crown  ia 

%£^MYi-0  (m) 

Replacing  the  M  of  equations  (11)  and  (22)  by  Me  +  He  y^  which  is  the  moment  at  any  point  D, 
Fig.  334,  in  terms  of  moment  and  thrust  at  the  crowi\^  and  making  j  constant,  there  results 

%  -j^  Mel  y  +  ^£1  ^c^  /  -  ^L 

mMe  +  He2 y  o 
From  which 

7  mEJL 

^•""7  2(mi'y»-(i'y)»I  (*3) 

and 

Me---^  (H) 

M  —  moment.  He  ~  crown  thrust,  m  —  number  divisions  of  half  axis,  s  —  length  o" 
division  of  axis.  7 -■  moment  inertia.  L  ~  span.  £-■  modulus  of  elasticity.  iL— change  of 
span  length,  t  «  nse  or  fall  of  temperature,  c  —  coefficient  of  expansion.  4r,  y  —coSrdiAates  of 
a  point. 
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The  moment  at  any  point  D  may  be  found  as  soon  as  the  values  of  H^ 
and  if  0  have  been  determined  by  means  of  the  relation 

M  'M,  +  H^  (27) 

or  we  can  say  that  the  moment  at  any  point  equals  the  thrust  Hj^  multi- 
plied by  the  distance  from  the  point  in  question  to  the  line  OO,  Fig.  234. 

X  C 

1 


Pig.  234. — Moments  and  Thrusts  due  to  Changes  of  Temperature.  (See  p.  73a) 

Above  the  line  OO,  Fig.  234,  the  moments  are  all  negative,  being  a  maxi- 
mum at  the  crown,  and  below  OO  they  are  all  positive,  being  maximum  at 


A  and  B.    The  line  00  is  below  the  crown  a  distance  d  — 


ly. 


m 


At  the  two 


points  where  00  intersect  the  arch  axis  the  moments  are  zero,  as  is  evident 
from  equations  (24)  and  (26). 
Fall  in  Temperature.    Here  the  thrust  at  crown  b 

/  c  tLmE 


s  2[mlf-(lyy] 
where  c  is  0.0000055,  ^^^  moment  at  crown  is 


(28) 


M.-- 


fn 


('9) 


and,  as  above, 

M  ^M^  +  H^  (30) 

In  placing  a  numerical  value  for  H^  in  the  last  two  equations,  it  should 
be  observed  that  it  is  a  negative  quantity.  If  in  the  equations  the  values 
of  L  and  y  are  in  feet,  E  is  in  pounds  per  square  foot.  Above  OO  the 
moments  are  all  positive,  below  they  are  all  negative.  The  thrust  at  the 
crown  is  really  a  tension  in  this  case. 

M  «  moment.  He  —  crown  thrutt.  m  ■-  number  diviaons  of  half  axis.  «  -■  length  of 
dtvition  of  axis.  /  —  moment  inertia.  L  »  span.  E  «-  modulus  of  elasticity,  t  —rise  or  fall  of 
temperature  from  mean,    c  —  coefficient  of  expansion.    »t  y  coordinates  of  a  point. 

*The  horizontal  thrust  is  constant  throughout  the  arch,  hence  He  at  the  crown  equals  H  at 
tht  support. 
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An  increase  and  a  decrease  of  20  degrees  Fahr.  is  probably  a  sufficient 
allowance  for  concrete  arches  with  filled  spandrels.  For  arches  with  open 
spandrels  the  range  in  temperature  of  the  concrete  is  somewhat  less  than 
that  of  the  surrounding  air.  For  example,  in  the  latter  case  with  a  range 
of  temperature  of  the  air  from  -20  degrees  to  +100  degrees  Fahr.,  the 
range  for  arch  computation  should  be  taken  at  least  40  degrees  on  each 
side  of  the  mean  temperature. 

The  methods  of  combining  the  temperature  moments  and  thrusts  with 
those  due  to  loads  is  illustrated  in  the  example,  page  737. 

EFFECT  OF  RIB  SHORTENING  DUE  TO  THRUST 

The  thrust  acting  throughout  the  arch  ring  tends  to  cause  a  shortening 
of  the  span,  which,  ^  /  is  average  compression  (obtained  by  averaging 

values  in  computation  of  ring)  for  unit  area,  —  —  —  4^ 

Hence 

/  f  Lm 


and 


^c  -  -  ^IT-  (32) 


and,  as  in  temperature  stresses, 

M  -  M^  +  H^  (33) 

All  the  summations  above  are  for  one-half  the  span  only,  m  =  num- 
ber of  divisions  in  one-half  of  the  arch  axis. 

The  effect  of  rib  shortening  is  slight  in  many  cases  but  in  a  flat 
arch  it  may  be  considerable.     It  is  similar  to  a  fall  in  temperature. 

DISTRIBUTION  OF  STRESS  OVER  CROSS  SECTION 

Knowing  the  thrust,  shear  and  bending  moment  at  the  selected 
sections  of  the  ring,  the  distribution  of  stresses  on  the  sections  must 
be  computed  to  insure  against  excessive  working  stresses  and  an 
uneconomical  design.  On  pages  377  to  389  are  given  formulas  for  de- 
termining the  stresses  caused  by  eccentric  forces  or  by  an  axial  force 
and  a  bending  moment.     Shear  in  all  cases  is  negligible. 

M  «■  moment.  He  «=  crown  thrust,  m  —  number  divisions  of  half  axis,  j  —  short  length 
of  arch  axis.  /  »-  moment  inertia.  L  »  span,  y  —  coordinate  of  a  point.  /  ~  compression 
in  concrete. 
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METHOD  OF  PROCEDURE  FOR  THE  DESIGN  OF  AN  ARCH 

The  design  of  an  arch  is  a  trial  process;  the  design  being  selected 
and  then  investigated  to  see  if  the  sections  are  of  sufi&cient  strength. 
If  the  arch  first  chosen  is  too  large  or  too  small  it  must  be  revised. 

Since  the  location  of  the  line  of  pressure  and  also  the  stresses  are 
affected  by  the  loading,  it  is  customary  either  to  compute  the  arch 
for  the  dead  load  plus  concentrated  loads  located  at  the  most  unfavora- 
ble positions,  or  else  to  compute  it  for  the  dead  load  plus  a  uniform 
live  load  covering  one-half  the  arch  and  also  covering  the  entire  arch. 

The  following  pages  indicate  the  steps  in  the  design  of  a  highway 
bridge  shown  in  Fig.  235,  page  739,  with  the  live  load  over  one-half 
the  span.    Th^  procedure  is  similar  when  the  entire  span  is  loaded. 

I.    Draw  a  preliminary  curve  for  the  intrados.     (See  p.  714.) 

2.  Assume  a  crown  thickness  in  accordance  with  the  formula  on  page  715. 

3.  Lay  out  the  curve  of  the  extrados  and  the  surface  of  the  roadway. 
The  extrados  may  be  a  3-centered  curve,  but  it  is  better  to  use  an  arc  of 
a  circle  if  possible.  It  should  be  so  placed  as  to  give  a  ring  thickness  at 
the  quarter  points  of  the  span  of  i\  to  i^  times  the  crown  thickness,  and 
a  ring  thickness  at  the  springings  of  2  or  3  times  the  crown  thickness  in 
this  first  trial. 

4     Draw  the  arch  axis  midway  between  the  extrados  and  the  intrados. 

5.    Divide  the  arch  axis  into  distances  such  that  the  ratio  of  each  distance 

to  the  moment  of  inertia  of  the  cross-section  of  the  ring  at  the  center  of  the 

distance  is  a  constant;  that  is,  .  is  a  constant.    This  can  be  done  by  trial 

by  beginning  at  the  crown  and  working  towards  the  springings  or  by  the 
method  described  on  page  728.  The  moment  of  inertia  is  of  the  combined 
section  of  concrete  and  steel  about  the  gravity  axis,  hence  the  size  and  posi- 
tion of  the  steel  rods  must  be  first  assumed,  when  /  may  be  computed  by 
the  formula  on  page  381.  The  ratio  of  area  of  steel  to  total  area  of  section 
at  crown  may  be  arbitrarily  taken  in  the  first  place  from  0.007  to  0.0125, 
that  is  from  0.7%  to  i  J  %.  The  divisions  are  separated  by  vertical  sections. 
In  the  problem  here  solved  the  distance,  s,  next  to  the  crown  is  1.14  ft., 

s 
and  that  next  to  the  springing  is  7.82  ft.  The  constant  ratio,  y  for  this  arch 

is  1 1.4*   On  folding  Fig.  235  the  centers  of  the  divisions  are  shown  by  circles 
and  are  numbered  i,  2,  3,  etc.    All  distances  are  in  feet  and  all  quantities 

Krreater  accuracy  may  be  obtained  by  using  a  larger  number  of  divisions  than  here  chosen, 
and  also  by  subdividing  loads  P|  and  P^ 
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involving  distance  are  in  foot  units.    A  section  of  the  arch  i  foot  wide 
transversely  is  considered. 

6.  Compute  the  dead  and  live  loads  and  enter  these  loads  as  indicated 
by  Pj  Pj,  etc.„at  the  center  of  gravity  of  each  division.  In  the  accompany- 
ing design,  a  live  load  of  loo  pounds  per  square  foot  covers  the  right  half 
span,  while  on  the  left  is  the  dead  load  alone  of  the  masonry  taken  at  150 
pounds  per  cubic  foot  plus  the  earth  fill  taken  at  100  pounds  per  cubic  foot. 

Table  i.     Oriinates  and  Momtnts  in  Computation  of  Exam  pit 


Points 

X 

y 

x» 

f 

^L 

^R 

Mjr^x 

Ugx 

Jlfjg^ 

»*Ry 

10  and  II 

0.56 

O.OI 

0.3 

0.00 

00 

00 

00 

OQ 

00 

00 

9  and  12 

1. 71 

0.04 

»-9 

0.00 

391 

5»i 

668 

891 

i^ 

21 

8  and  13 

2.88 

O.II 

8.3 

O.OI 

I  205 

I  603 

3470 

4616 

13a 

176 

7  and  14 

4.11 

0.23 

16.9 

0.05 

2  520 

3346 

10357 

"3  75> 

580 

770 

6  and  15 

5-43 

0-39 

295 

0.15 

4471 

5  9»3 

24277 

32  162 

>743 

2  310 

5  and  16 

6.89 

0.63 

47.5 

0.40 

7  3*7 

9672 

50483 

66640 

4616 

6093 

4  and  17 

8.57 

0.97 

73-5 

0-94 

II  584 

15  216 

99*75 

130  401 

II  237 

'4  759 

3  and  18 

10.59 

1.50 

112. 2 

2.25 

18  242 

23791 

193  '83 

251947 

27363 

35686 

I  and  19 

"3-«7 

2.3^ 

'73-5 

5-71 

29480 

38045 

388  252 

501053 

70457 

90928 

I  and  20 

'7-94 

S-'4 

321.8 

26.41 

58553 

74192 

I  052  235 

I  331  004 

301  476 

381  347 

I 

71.85 

II. 41 

786.4 

35  •9a 

"33  873 

172309 

I  822  200 

2  33  a  466 

417  620 

532090 

All  distances  in  foot-units;    all  moments  in  foot-pounds 

y4lue8  of  Hff  Vg  and  Mg  at  crown  for  Live  and  Dead  Loads. 

10  (417  620  +  53*090)  -  IM'  (133  873 +  17*309)  . 
^e  -  ,  r.«  V  ,^«,  -  /.,".,\ir  +  »3  »07  lb. 


^c- 


*  [»o  X  35.92  —  (1141)*! 
1822200  —  2332466 


'573 


—  324  lb. 


Af. 


-f  354  ft.  lb. 


172  309  +  133  873  —  2  X  13,107  X  11.41 
'«  20 

Values  of  H^  and  M^.  at  crown  for  Rise  in  Temperature. 

I      .0000055  X  20  X  41.88  X  10  X  2000000  X  r44 


'      114 


A/,- 


-  1545  X  "-41 


10 


2 [10  X  35.92  -  (1141)*] 
—  -  2900  ft.  lb. 


-  »545  ^ 


Values  of  Hg  and  M^  at  crown  for  Rib  Shortening. 

__i_  66  X  41.88  X  10  X  144 
^^  "  "  114  2I10  X  35.92  -  (1141)^]  "  -  7«olb. 

—  760  X  11.41 

A/c  -  -  ~ -  +  87oft.lb 

*  10 

The  horizontal  components  of  the  earth  pressure  are  so  small  that  they 
are  neglected,  except  that,  for  purposes  of  illustration,  they  are  shown  in 
the  case  of  the  load  adjoining  each  springing,  where  the  horizontal  compo- 
nents are  computed  by  formulas  for  earth  pressure  on  page  760.  The 
point  of  application  of  the  horizontal  and  vertical  components,  as  shown 
for  P„  is  taken  at  the  arch  axis.    In  practice,  earth  pressure  is  negligible 
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in  the  design  of  flat  arch  rings  of  the  type  here  selected,  and  all  loads  may 
be  taken  as  vertical.  Only  where  the  ratio  of  rise  to  span  is  large  need  the 
horizontal  components  of  the  earth  pressure  be  considered. 

7.  Make  a  table  similar  to  Table  i,  page  734.  The  values  of  x  and  y 
are  scaled  from  the  drawing,  and  are  the  coordinates  of  the  center  points  of 
the  divisions  of  the  arch  axis.  The  crcnvn  point  of  arch  axis  is  here  taken 
as  the  origin  of  coordinates.  The  values  of  Mj^  and  Mj^  are  computed.  Mj^ 
represents  the  moment  at  each  of  the  center  points  i  to  10  inclusive  of  all 
loads  lying  between  the  point  in  question  and  the  crown.  Thus  Mj^  for 
point  10 is  o;  for  point  9,  -W^-  340  X  1.15  -391  ft.  lb.;  for  point  8,  Afx,— 
391  +  696  X  1. 17  —  1205  ft.  lb., and  so  on.  The  moment  at  each  '^center" 
point  being  obtained  from  that  at  each  preceding  '' center"  point.  Mjf^  of 
course  represents  the  moment  at  each  of  the  center  points  1 1  to  20  inclusive 
of  all  loads  lying  between  the  point  in  question  and  the  crown.  For  a 
symmetrical  loading  Mj^  would  equal  Mj^  for  each  pair  of  center  points, 
such  as  I  and  20. 

8.  Compute  H^  V ^^  M^  that  is,  the  thnist,  shear  and  moment  at  the 
crown,  as  on  page  734,  by  using  equations  (16),  (17),  and  (18),  page  727. 
If  the  sign  of  V^  is  plus  the  line  of  pressure  (equilibrium  polygon)  at  the 
crown  slopes  upward  towards  the  left;  if  minus,  as  in  the  present  case, 
upwards  toward  the  right.  A  pus  sign  for  M^  indicates  a  positive  moment; 
a  minus  sign,  a  negative  moment  at  the  crown.  For  the  arch  in  folding 
Fig.  2^it  the  crown  thrust  H^,  -  13 107  poimds,  F^  —  —  324  pounds  and 
If ^  -  +  354  ft.  pounds. 

9.  Draw  a  force  polygon  as  shown  in  folding  Fig.  235  by  laying  off  to 
scale  the  loads  -P,,  P,,  etc.,  as  o  —  i,  i  —  2,  etc.  Find  the  pole  by  laying 
off  Vf.  downward  (because  negative)  from  the  crown  point,  10,  and  then 
laying  off  H^  horizontal.  The  hypothenuse  of  the  triangle  having  H^. 
and  V^  for  sides  thus  slopes  upward  to  left  or  upward  to  right,  according 
as  K^  is  +  or  -. 

10.  Draw  the  equilibrium  polygon  as  shown  on  the  arch  of  folding  Fig, 
235.    The  resultant  pressure  acts  above  the  axis  at  the  crown  a  distance, 

^c  .  .  ... 

■rz-  —   ^  if  M^  is  plus,  and  below  by  the  same  amount  if  M^  is  mmus. 

Since  here,  as  is  shown  later,  e  «  +0.028  feet,  this  distance  is  laid  off  verti- 
cally above  the  axis  at  the  crown  and  through  this  point  the  resultant  pres- 
sure is  drawn  parallel  to  the  ray  Ojo  o^  the  force  polygon  and  so  on.  It  is 
not  really  necessary  to  draw  the  equilibrium  p>olygon  if  the  moments  and 
eccentricities  are  computed  for  the  various  sections  as  outlined  under  item 
II,  but  the  polygon,  which  is  the  line  of  pressure,  affords  a  good  check  on 
the  algebraic  work. 
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11.  Determine  the  moment, thrust, and  eccentricity,  and  if  desired  the 
shear  at  the  center  points,  i,  2,  3,  etc.,  of  the  divisions,  and  enter  in  a  table 
as  shown  below.  The  moment  is  computed  from  formulas  (19)  and  (20) 
on  page  728,  the  values  of  whose  terms  have  already  been  found  by  items 
7  and  8.  The  thrust  and  shear  may  be  scaled  from  the  force  polygon.  For 
example,  at  section  i  on  folding  Fig.  235  the  thrust  line  is  drawn  parallel 
to  the  tangent  to  the  axis  at  i,  and  the  shear  line  at  right  angles  to  the  thrust 
line.  The  eccentricities,  e,  of  the  sections  i,  2,  3,  etc.,  are  computed  by 
dividing  the  moment  on  the  section  (see  page  379)  by  the  thrust  for  that 
section  just  scaled.  For  positive  moments  and  therefore  p>ositive  values  of 
e,  the  line  of  thrust  lies  above  the  arch  axis. 

12.  Compute  the  thrust  and  moment  at  the  crown  due  to  variation  in 
temperature  by  formulas  (25)  and  (26),  page  730,  the  moments  on  the 

Table  2.     Fitud  Moments  and  Thrusts 


Point 

Hey 

V^ 

I 

67370 

-5812 

2 

31325 

-4267 

3 

19660 

-3431 

4 

12713 

-2777 

7 

3014 

-1331 

9 

5*4 

-  554 

12 

524 

-  554 

»4 

3014 

->33i 

17 

I27I3 

-2777 

18 

19660 

-343« 

'9 

313*5 

-4267 

20 

67370 

-5812 

HD  DEAD 

Thrust 

Ecc. 

TEMPERATURE 

RIB  SHORTENING 

Mom. 

Mom. 

Thrust 

Mom. 

Thrust 

• 

+  3259 

+  14360 

+0.23 

zh  10180 

±1970 

-3030 

—  610, 

-2068 

+  14000 

-0.15 

±  3»8o 

±2310 

-    950 

-700 

-1659 

+  13920 

—0.12 

±     910 

±2430 

-    270 

-730 

-"1293 

+  13600 

—0. 10 

±     440 

±2500 

+     130 

-740 

-  483 

+  13240 

—  0.04 

=F  2320 

±2530 

+    690 

-760 

-     67 

+  13160 

—  0.005 

=F  2800 

±»545 

+    840 

-760 

+  911 

+  13120 

+0.07 

T  2800 

±^545 

+    840 

-760 

+  1353 

+  13200 

+0.10 

T  2320 

±2530 

+    690 

-760 

+  627 

+  13640 

+0.05 

±    440 

±2500 

+     130 

-740 

-  346 

+  14040 

-0.03 

±    910 

±2430 

-    270 

-730 

—  2009 

+ 14200 

—0.15 

±  3180 

±2310 

-    950 

—  700 

-  656 

+  14840 

-0.04 

±10180 

±1970 

-3030 

—  610 

Thrusts  in  lb.    Moments  in  ft.  lb.     Shear  in  arch  design  is  small  and  need  not  be  computed. 

various  sections  by  formula  (27),  page  731,  and  the  thrusts  and  shears  by 
resolving  the  crown  thrust  into  tangential  and  radial  components,  as  shown 
in  the  small  force  polygon  in  the  diagram. 

A  rise  in  temperature  of  20  degrees  Fahr.,  and  a  fall  of  the  same  amount, 
is  sufl5ci^nt  even  in  the  northern  part  of  the  United  States  for  arches  with 
filled  spandrels. 

For  the  arch  shown  on  folding  Fig.  235  the  crown  thrust  jET^,  due  to 
temper^ure,  is  a  tension  of  2545  lbs.,  and  a  compression  of  equal  amount. 
The  crown  moment  M^is  +  2900ft.  lb.  and  —  2900ft.  lb. 

13.  The  effect  of  rib  shortening  due  to  the  thrust  is  comparatively  slight. 
Where  necessary  to  compute  it,  use  formula  (31)  and  (32),  page  732.    (See 

P-  734-) 
For  the  problem  here  shown  the  thrusi:  at  crown  due  to  this  cause  is 

-  760  lb  ,  and  the  moment  is  +870  ft.  lb. 

14.  Having  prepared  a  table  similar  to  Table  2,  page  7361  showinizr 
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thrusts  and  moments  on  the  various  sections  i,  2,  3,  etc.,  due  to  dead  and 
live  l6ads,  temperature,  and  rib  shortening,  compute  the  maximum  unit 
compression  in  the  concrete  and  maximum  unit  tension,  if  any,  in  the  steel 
by  use  of  formulas  on  pages  382  to  389. 

Table  2  shows  thrusts  and  moments  for  only  a  few  of  the  sections  of  this 
arch,  since  it  is  unnecessary  to  compute  all  of  them.  A  selection  of  the 
more  critical  sections  may  be  made  by  inspection  of  the  equilibrium  poly- 
gon. The  following  shows  the  computation  of  the  maximum  unit  stresses 
at  the  crown  for  the  arch  infolding  Fig.  235,  as  outlined  in  items  11  to  13. 


Live  and  Dead  Loads  and  Rib 
Short-ening. 


Moment 

+  354 
+  870 


Thrust 

+  1 3 107  Live  and  dead 

—     760  Rib  shortening 


+  i224ft.lb.  +12347  lb. 

M        1224 

'   «  —  —  — —  o.i  ft. 

N       12347 

p  =  ratio  of  steel  at  crown  =  0.0092 

From  formula  (77),  page  384, 

it  is  seen  that  the  value  of  —  for 

h 

0.92%    is   greater  than  —  =0.1. 

h 

Hence  there  is  compression  over  the 

entire  section. 

From  formula  (75),   page  382, 

max.  compression  in  concrete, 

I 


f  =  ^^347 


I  X 


+ 


I  Li  +  14  (.0092) 
6  (i)  0.1  1 


(i)«  -f  12  (14)  .0092  (i 

=  17  280  lb.  per  sq.  ft. 
=  120  lb.  per  sq.  in. 
Stresses  in  steel  need  not  be  com- 
puted. 
The  above  may  be  more  quickly 
solved  by  the  use  of  the  curves  in 
Fig.  108,  page  383. 


Live  and  Dead  Loads  and  Rib 
Shortening  Plus  Temper- 
ature. 

Moment  Thrust 

+  1224  +  12347 

+  2900  —    2545     Temp. 


+  4124  ft.  lb. 

M 
e 


+    9802  lb. 
4124 


.42  ft. 


N       9802 
From  formula  (77),  page  384, 

it  is  seen  that  the  value  of  7^  for 

h 

0.92%  of  steel  is  much  smaller  than 
e  __  0.42 


=  0.42.     Hence  there  is 


tension  over  a  part  of  the  section. 

From  formula  (88),  page  386, 
the  value  of  k  is  found  to  be  0.6. 
From  formula  (86),  page  386,  the 
value  of  the  maximum  compression 
=  35700  pounds  per  square  foot 
=  248  pounds  per  square  inch. 
From  formula  (81),  page  385,  max- 
imum tension  in  steel  =  1 440 
pounds  per  square  inch. 

The  approximate  value  of  the 
above  compression  in  concrete  may 
be  more  quickly  found  by  the  use 
of  curves,  Figs,  iii  and  112,  and 
pages  387  and  388  as  shown  below. 


fc  ">  compressbn  ia  concrete.    0  ■>  eocentridty.    M  »  moment, 
depth  neutral  axis,    e  ■■  distance  cenier  of  gravity  to  steel. 


N  ~  thrust,    h  »  height,    k  *  ratio 
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The  method  of  computation  for  other  points  in  the  arch  is  similar,  and 
stresses  should  be  determined  at  sections  where  they  appear  to  be  the  max- 
imum. 

From  table  2  it  is  evident  that  although  at  point  20  the  moment  due  to 
dead  and  live  load  is  very  small,  its  combination  with  moments  due  to  tem- 
perature and  rib  shortening  makes  it  one  of  the  critical  jxjints.    The  moment 
and  thrust  due  to  live  and  dead  load  and  rib  shortening  is 
M  =  —  656  —3030  =  —  3636  ft.  lb.  and  N  =  14840  —  610  =  14230  lb. 

3686  Co 

Hence,  C(,  ==  -    — =  0.26  ft,  for  h  =  1.97,  -?  =  0.13,  p  =  0.0037. 
14230  h 

From  formula  (77),  page  384,  it  is  seen  that  the  whole  section  is  in 

compression.     From  Fig.  108,  page  383,  for  —  =  0.13  and  p  =  0.0037, 

H 

the  value  of  the  parenthesis  in  formula  (75)  =  1.65.      Using  formula 

/      \  ox  14  230X1.65  o      „ 

(75),  page  384,  fc  =  ^^^t  TON/ TO  ^  ^3  lb.  per  sq.  m. 

Combine  now  the  mondent  and  thrust  due  to  live  and  dead  load 
with  those  due  to  temperature  and  obtain  Jlf  =  —  (10  180  +  3  ^86)  = 

—  13  866  ft.  lb.,    N  =  — *i  970+  14  230  =  12  260  lb.,   e  =  1.13  ft:  — 

h 

= 0.57- 

In  Fig.  Ill,  page 387,  k  =  0.37  corresponds  to  v  =  o«S7-     By  locating 

h 

this  value  of  ^  in  Fig.  112,  the  constant  Ca= 0.094  is  obtained,  which  sub- 
stituted in  formula  (86),  page  386,  gives  /,  = ^ 

V    y,  P6^     ,K        jc      0.094  X  12  X  (1.97  X  12)- 

=  264  lb.  per  sq.  in.     The  stress  in  steel  from  formula  (81)  is  /,  = 

^    ,    1.80— (0.37X1.97)         o      „ 
15  X  264 ^ ^^'  =  5  800  lb.  per  sq.  m. 

0.37X1.97 
Similar  computations  should  be  made  for  all  critical  points  and  when  the 
stresses  are  either  too  small  or  too  large,  the  dimensions  or  even  the  shape 
of  the  arch  must  be  changed.  Small  changes  may  be  made  without  refigur- 
ing  the  whole  arch.  For  larger  changes,  all  computations  should  be  re- 
peated and  a  new  line  of  pressure  determined. 


LOADINGS  TO  USE  IN  OOMPUTATIONS 

The  usual  practice  is  to  make  two  sets  of  computations;  in  the  first  place, 
proportion  the  arch  ring  for  a  live  load  covering  the  entire  span  and  then 
for  one  covering  only  one-half  the  span.  These  two  loadings  are  apjiroxi- 
mations,  more  or  less  exact,  to  the  true  loadings  which  produce  the  maju- 
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FIG.  235.     EXAMPLE  OF  ARCH  DESIGN 

(See  pp.  733  to  738) 
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mum  effects.  By  computing  a  table  for  the  thrusts  and  moments  due  to  a 
load  of  unity  at  different  points,  or  by  the  use  of  influence  lines,  the  exact 
loading  to  cause  maximum  stresses  may  be  found. 

ALLOWABLE  UNIT  STRESSES 

For  highway  bridges  the  maximum  compression  in  the  concrete  of  the 
ring  should  not  exceed  500  pounds  per  square  inch  due  to  live  and  dead 
loads,  nor  more  than  600  pounds  per  square  inch  due  to  live  and  dead 
loads,  temperature  and  rib  shortening  combined.  For  railroad  bridges 
three-fourths  of  the  above  values  may  be  used. 

DESIGN  OF  ABUTMENT 

The  design  of  the  foundation  of  an  arch  bridge  is  as  important  as  that 
of  the  arch  itself.   The  arch  is  designed  on  the  assumption  that  the  founda- 
tion is  unyielding,  and  this  condition  must  be  approached  as  nearly  as  pos 
sible  in  order  to  insure  the  stability  of  the  whole  structure. 

The  depth  of  the  foundation  as  well  as  the  shape  is  dependent  upon  the 
local  conditions,  and  in  the  more  difficult  cases  these  have  to  be  chosen  after 
exhaustive  studies.  A  certain  shape  of  abutment  is  flrst  assumed,  and  this 
is  then  reviewed  to  see  that  the  load  upon  the  ground  does  not  exceed  the 
allowable  load  and  that  it  is  well  distributed.  Allowable  loads  are  discussed 
on  page  715. 

The  forces  acting  on  the  foundation  are: 

(i)  the  thrust  of  the  arch;  (2)  the  weight  of  the  foundation;  (3)  the 
weight  of  the  earth  above  it;  and  (4)  the  lateral  earth  pressure.  The  thrust 
of  the  arch  is  the  largest  when  the  live  loading  extends  over  the  whole  span 
of  the  arch,  and  for  this  the  line  of  pressure  should  be  drawn  first.  A  line 
of  pressure  for  the  thrust  on  account  of  the  total  dead  load  and  of  the  live 
load  extending  only  over  one-half  the  span  opposite  to  the  abutment  also 
should  be  drawn  to  see  whether,  because  of  intersecting  the  abutment  higher 
up,  it  does  not  produce  larger  pressure  on  the  foundation.  A  good 
scheme  is  to  design  the  abutment  in  such  a  way  that  the  line  of  pressure 
on  account  of  one  thrust  intersects  the  base  a  little  way  to  the  left  of 
the  center  while  the  other  intersects  to  the  right  of  the  center.  In  some 
cases  a  third  line  for  the  total  dead  load,  plus  live  load  on  the  half  span 
nearest  the  abutment  should  also  be  drawn. 

The  line  of  pressure  of  the  foices  should  be  as  near  to  the  center  of  the 
base  as  possible,  since  the  maximum  unit  pressure  is  the  smallest  when  the 
load  is  distributed  uniformly  over  the  entire  section.  This  also  prevents 
uneven  settling  of  the  foundation,  and  thus  adds  considerably  to  the  stability 
of  the  whole  structure 
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Fig.  236. — Design  of  a  Foundation  for  an  Arch.      {See  p.  743). 
(To  simplify  the  drawing  only  one  position  of  thrust  and  one  line  of  pressure  is  drawn.) 
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^t'  ^369  P&gc  743  f  clearly  illustrates  the  design  of  an  abutment.  The 
outline  is  assumed,  then  the  location  and  magnitude  of  the  forces  acting 
upon  the  abutment  are  found  and  the  line  of  pressure  determined.  If  the 
assumed  outline  is  not  satisfactory  it  should  be  revised. 

For  the  benefit  of  those  who  are  not  familiar  with  the  common  principles 
of  such  design,  the  steps  will  be  considered  in  detail.  The  magnitude,  20,500 
pounds,  and  position  of  the  arch  thrust  is  given  in  the  arch  example.  Since 
the  weight  of  the  masonry  acts  through  its  center  of  gravity,  this  point  must 
next  be  found  and  this  is  most  readily  done  by  dividing  the  outline  of  the 
abutment  into  triangles  and  rectangles.  The  weights  of  each  of  these  prisms 
one  foot  thick  are  readily  computed,  and  the  center  of  gravity  found  through 
which  the  weight  force  acts.  A  force  polygon  for  any  pole  distance,  as 
shown  in  the  upper  left  comer  of  the  diagram,  is  drawn  and  the  equilibrium 
polygon,  by  the  intersection  of  the  closing  lines,  locates  the  resultant  of  the 
weight  which,  by  computation,  is  found  to  be  5850  pounds. 

The  pressure  on  AB  consists  of  the  horizontal  pressure  on  BE,  and  the 
weight  of  the  prism  of  earth  whose  cross-section  is  ABFG*  and  thickness 
one  foot.    Taking  the  weight  of  one  cubic  foot  of  filling  at  100  pounds,  the 

weight  of  the  prism  would  be X  6.3  X  100  —  7880  pounds. 

2 

The  horizontal  pressure  on  BE  is  equal  to  the  difference  between  the  pres- 
sures on  BF  and  EF, 

Let 

w  —  weight  of  one  cubic  foot  of  earth, 
then,  if  the  weight  of  earth  is  assumed  at  100  pounds,  from  formula  (2), 
page  758,  pressure  on  the  plane 

-BF=C^te;F'==o.i4XiooXisXiS  =  3iSo  pounds, 
and  on  the  plane 

EF = CpwH^ =0.14X100X10X10=1750  pounds. 

Hence  horizontal  pressure  on  plane  BE  ="1750  pounds. 

The  point  of  appdcation  is  found  from  the  formula  (7),  page  760. 

In  the  case  under  consideration  i?  «  15  feet,  /t  —  10  feet,  where  H  is  the 
depth  of  point  B  and  h  the  depth  of  ^4  or  £  below  the  line  of  surcharge. 

The  horizontal  pressiure  on  BC  is  by  formula  (6),  page  760,  300  pounds, 
and  the  point  of  application  may  be  assumed  in  the  middle  of  BC  without 
appreciable  error. 

*  The  live  load  being  100  pounds  per  foot  is  equivalent  to  a  surcharge  one  foot  in  helghL 
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Having  thus  located  all  forces  and  found  their  magnitude,  the  line  of 
pressure  is  drawn.  This  procedure  consists  simply  in  finding  the  resultant 
of  two  forces  intersecting  in  one  point.  The  line  representing  the  thrust  is 
prolonged  until  it  intersects  the  line  representing  the  weight  of  masonry, 
5850  pounds.  Beginning  at  this,  the  magnitude  of  the  thrust,  20,500  pounds, 
is  laid  off  to  any  desired  scale  and  the  resultant  of  this  with  the  weight  of  the 
masonry,  5850  pounds,  is  found  to  be  25,200  pounds.  Combining  this  new 
force  in  turn  with  the  earth  pressures  of  8070  pounds  and  300  pounds  com- 
pletes the  line  of  pressure  with  a  final  resultant  thrust  of  31,500  pounds. 

Having  found  the  line  of  pressure,  the  thrust  is  divided  by  the  projection 
of  the  base  on  a  line  at  right  angles  to  the  thrust  and  the  maximum  pressure 
on  the  ground  is  found  by  formula  (70) ,  page  379,  to  be  5000  pounds  per  square 
foot. 

The  same  result  is  obtainable  by  the  following  simple  graphical  method: 

Find  the  average  unit  pressure  by  dividing  the  thrust  by  the  area  of  the 
projection  of  the  base,  drawn  perpendicular  to  the  thrust.    In  this  case  we 

have  ^-^ —  =«  4500  pounds  per  square  foot.    Plot  this,  to  any  convenient 

7        ^ 
scale,  perpendicular  to  the  projection  to  the  base  at  its  center;  connect  the 

J  points  of  the  base  with  the  top  of  this  perpendicular,  as  shown  by  the  dash 
lines  in  Fig.  236,  and  produce  one  of  these  lines  till  it  intersects  the  line  rep- 
resenting the  direction  of  the  thrust.  The  perpendicular  distance  of  this 
point  from  the  projection  of  the  base  is  the  maximum  thrust  and  the  dis- 
tance of  the  other  intersection  of  a  slanting  line  with  the  thrust  line  is  the 
minimum  thrust.  To  draw  the  trapezoid  of  pressure,  draw,  through  these 
two  intersections,  lines  parallel  to  the  projection  of  the  base,  as  shown,  and 
the  extremities  of  these  parallel  lines  will  fix  the  two  comers  of  the  trap- 
ezoid. The  maximum  pressure  is  always  at  the  end  of  the  base  nearest  the 
thrust. 

EBEOTION 

As  in  other  reinforced  structures,  the  erection  is  as  important  as  the  design. 
Perhaps  the  first  essential  is  the  centering  which  should  be  planned  out  in 
advance  almost  as  carefully  as  the  arch  itself. 

Methods  of  Arch  Oonstraction.  There  are  two  general  methods  of 
laying  the  concrete  in  an  arch,  each  of  which  has  strong  advocates.  By 
the  first,  the  arch  is  laid  in  separate  blocks  across  the  bridge,  and  by  the 
second,  in  narrow  ribs  from  abutment  to  abutment.  If  the  block  method 
is  followed,  the  lowest  stones  at  the  springing  line  are  laid  first,  then  stones 
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intermediate  between  the  spring  and  the  key,  next  the  two  stones  each  side 
of  the  key,  and  finally,  after  filling  in  the  intermediate  blocks,  the  key  is 
placed.  This  distributes  the  weight  of  the  concrete  imiformly  over  the 
arch  center,  and  prevents  unequal  settlement,  which  tends  to  crack  the 
arch  near  the  springing  lines.  On  the  other  hand,  the  entire  weight  falls 
upon  the  center,  and  the  latter  must  be  very  strongly  built.  The  arch 
thrust  acts  at  right  angles  to  the  joints,  and  as  the  blocks  extend  clear 
across  the  bridge,  there  is  no  danger  of  longitudinal  splitting,  but  the  radial 
joints  offer  planes  of  weakness  in  bending. 

By  the  other  method  the  work  can  be  readily  arranged  so  that  a  day's 
labor  consists  of  the  laying  of  a  single  rib,  thus  forming  a  complete  arch  of 
itself,  which  as  soon  as  it  sets  bears  its  own  weight.  This  arch  section  has 
no  joints,  so  that  when  subsequently  loaded  the  bending  moment  is  best 
resisted. 

A  small  arch,  where  the  center  can  be  solidly  built,  may  be  laid  at  one 
operation,  commencing  at  both  abutments  and  working  toward  the  key 
so  that  it  is  in  fact  a  monolith. 

The  spandrel  or  face  walls  may  be  carried  up  at  the  same  time  the  arch 
ring  is  laid,  or  may  be  connected  with  it  later  by  leaving  short  lengths  of 
steel  projecting  radially  from  the  concrete  of  the  arch. 

If  steel  is  introduced,  the  consistency  of  the  concrete  must  be  wet  enough 
to  thoroughly  coat  it.  This  may  be  accomplished  by  a  quaking  or  jelly- 
like mixture,  which  requires  but  slight  ramming. 

From  an  architectural  point  of  view,  the  treatment  of  the  face  is  of  much 
importance.  For  a  discussion  of  the  different  methods  reference  should 
be  made  to  page  262. 

Railings  and  ornamental  work  may  be  cast  in  molds  if  preferred  and 
put  in  place  after  hardening. 

Genteiing.  The  falsework  for  concrete  arches  is  practically  the  same 
as  for  stone  arches  except  that  close  lagging  is  necessary.  It  must  be  rigid 
during  the  construction  of  the  arch  and  stiff  enough  to  prevent  its  distor- 
tion from  the  unsupported  weight  of  the  concrete  before  the  keying  of  the 
arch. 

The  design  of  the  centering  is  frequently  governed  by  the  character  of 
the  ground  underneath.  In  general  the  framed  wood  centering  made  into 
a  truss  rests  upon  pile  or  trestle  bents.  The  spacing  of  these  bents  is  deter- 
mined by  the  foundation  and  the  difficulty  of  placing  them,  and  by  the 
height  and  span  of  the  arch.  In  certain  cases  it  is  possible  to  support  the 
centering  in  whole  or  in  part  by  the  reinforcement,  although  this  is  not 
usually  economical  because  more  carefully  framed  steel  is  required  than  is 
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necessary  for  reinforcing  the  arch.    In  at  least  one  case*  reinforced  con- 
crete forms  were  used. 

In  connection  with  the  description  of  arch  centers  which  he  has  built, 
Mr.  James  W.  Rollins,  Jr.,t  gives  the  following  notes: 

For  small  arches  the  simplest  center  is  a  circular  rib  made  of  three 
pieces  of  2-inch  plank,  laid  with  broken  joints,  all  being  spiked  solidly 
together,  with  a  tie  of  plank  at  the  springing.  On  this,  i-inch  lagging 
is  laid  close.  For  a  larger  arch,  the  circular  rib,  as  above  described, 
with  generally  three  braces,  one  at  center  and  one  on  the  quarter  at 
each  side,  is  used,  the  center  of  the  whole  rib  having  a  post  under  it. 
We  have  used  such  a  center  up  to  30-foot  span  for  both  brick  and  granite 
arches,  carrying  a  30-inch  arch  sheeting. 

The  design  of  a  center  for  larger  arches  depends  upon  local  conditions, 
also  upon  the  relation  of  rise  to  span.  In  flat  arches,  with  low  side  walls, 
it  is  well  to  use  posts  with  intermediate  bracing,  on  numerous  supports. 
In  a  high  arch  we  may  use  long  braces  extending  directly  from  a  center 
support  to  the  rib,  at  intervals  of  6  feet  to  8  feet. 

Mr.  Rollins  advocated  for  wedges,  seasoned  oak,  8  inches  wide,  4  inches 
thick  at  the  thick  end,  2  inches  at  the  thin  end,  and  18  inches  long,  planed 
on  sliding  faces,  and  thoroughly  greased.  When  setting  the  center,  these 
wedges,  placed  between  the  caps  on  the  bents  SLDji  the  corbels  imder  the 
lower  chord  of  rib,  are  tacked  together  to  prevent  slipping. 

Boxes  filled  with  sand  are  frequently  used  between  the  caps  of  the  bents 
and  the  lower  chords  of  the  trusses  in  place  of  wood  wedges.  The  sand 
in  these  must  be  thoroughly  packed  to  prevent  settlement  of  the  concrete 
before  setting.  The  sand  is  readily  removed  by  letting  it  out  through  a 
hole  in  the  box.  Jack-screws  also  may  answer  the  same  purpose  as  wedges 
or  sand  boxes.    By  any  of  these  means  the  centering  is  easily  lowered. 

The  ribs  of  the  centering  are  usually  made  of  several  pieces  of  plank 
spiked  or  bolted  together.  Upon  the  ribs  rests  th%  lagging,  which  usually 
consists  of  one  or  two  layers  of  planking  having  the  top  surface  smoothed 
to  give  a  good  surface  to  the  soffit  of  the  arch,  and  laid  with  tight  joints. 
With  thin  lagging  care  must  be  taken  to  prevent  deflection. 

Instead  of  the  ribs  forming  a  part  of  the  truss,  they  are  frequently 
supported  directly  upon  the  wedges  resting  upon  the  caps  of  the  bents, 
the  posts  of  which  run  up  to  the  soffit  of  the  arch  for  that  purpose. 

The  centering  should  be  cambered,  that  is,  should  be  made  higher  than 
called  for  in  the  arch  plans  at  the  center,  so  that  when  it  is  removed,  the  arch 
will  be  in  the  position  assumed  for  it  in  the  design.    Some  engineers  make 

*  Bngineenng  News,  Aug.  30, 1906,  p.  2x5. 

t  Journal  Association  of  Engineering  Societies,  July  zgoi ,  p.  xo.    For  examples  of  centers  built  in  various 
placet,  lee  References,  Chapter  XXXIII. 
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the  camber  equal  to  the  deflection  of  the  arch  which  would  be  caused  by 
the  live  and  dead  loads. 

In  striking  the  centers  sudden  settlement  must  be  avoided  and  the  cen- 
ters must  not  be  removed  until  the  concrete  has  attained  good  strength. 
The  time  of  removal  must  be  determined  by  the  design  of  the  bridge  and 
the  weather.  For  light  h^hway  bridges  four  weeks  is  usually  suffi- 
cient, while  for  a  heavy  arch  of  long  span  eight  weeks  may  be  required. 

EXAMPLES  OF  ARCH  BRIDGES 

Mystic  River  Bridge,  Medford,  Mass.  This  arch,  illustrated  in 
Fig.  237,  page  747,  is  of  the  Monier  type  and  carries  a  parkway  over  the 
river.  It  was  built  in  1906  by  the  Metropolitan  Park  Commission,  Mr. 
John  R.  Rablin,  Chief  Engineer. 

The  arch  has  a  span  of  60  feet,  a  rise  of  8  feet,  and  a  crown  thickness 
of  18  inches.  Both  the  intrados  and  the  extrados  are  segmental.  The  side 
walls  are  of  concrete  with  a  vertical  expansion  joint  at  each  abutment. 
The  letaining  wall  for  the  earth  fill  over  the  abutments  is  of  reinforced 
design  and  curved  as  shown  in  the  details  in  the  drawing. 

Orimite  Btanch  Railroad  Bridge.  A  railroad  bridge  of  similar  de- 
sign to"  the  Mystic  River  Bridge  was  built  by  the  Metropolitan  Park 
Commission^  of  only  4  feet  longer  span  than  the  highway  bridge  described. 
The  heavier  loading  necessitated  a  thickness  of  crown  of  24  inches  instead 
.  of  18  inches  with  a  thickness  at  springing  still  greater  in  proportion. 

3-Hinged   Ribbed  Arch  on  Ross   Drive,  District  of    Oolumbia.     A 

diflferent  type  of  structure  and  one  which  illustrates  the  combination  of 

arch  ribs  with  a  reinforced  concrete  floor  system  is  illustrated  in  Fig.  238, 

page  749.     This  was  built  in  1907  by  the  Engineering  Commissioner, 

*,  Washington,  D.  C,  Mr.  W.  J.  Douglas,  Engineer  of  Bndges. 

The  central  arch  is  100  feet  clear  span  and  15  feet  rise,  and  the  roadway, 
:  which  is  16  feet  wide  and  macadamized,  is  laid  upon  a  6-inch  reinforced 
concrete  floor  slab  supported  by  longitudinal  concrete  girders  which  in  turn 
rest  upon  columns  supported  directly  by  the  concrete  ribs.  The  three  arch 
ribs,  which  are  reinforced  as  shown,  are  2  feet  wide  throughout  their  length 
with  a  thickness  of  2  feet  6  inches  at  the  crown. 

Each  hinge  consists  of  two  steel  castings,  shown  in  detail,  with  a  pin  4 
inches  in  diameter,  and  these  hinges  are  imbedded  in  the  concrete.  An 
^  expansion  joint  is  provided  in  the  roadway  deck  over  each  springing.  The 
floor  of  the  arch  was  computed  for  a  6-ton  wagon,  and  the  ribs  for  a  live 
load  of  ^00  pounds  per  square  foot  of  roadway.  The  maximum  compression 
0a  the  conciete  of  the  ribs  imder  live  and  dead  loads  is  300  pounds  per 
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square  inch,  and  there  is  no  tension.  The  cost  of  the  structure  was  $8000, 
which  is  equivalent  to  about  S3.00  per  square  foot  of  the  roadwa)'. 

Wklirat  Lwie  Biidgei  PhiUdelphto.  A  notable  structure  in  concrete 
is  the  Walnut  Lane  Bridge  built  as  it  is  with  a  clear  span  of  333  feet. 
The  arch  was  completed  in  190S  under  the  direction  of  the  Bureau  of  Sur- 
yeys,  Mr.  George  S.  Webster,  Chief  Engineer  and  Mi.  Henry  H.  Quimby, 
Assistant  En^eer.  The  principal  arch  consbts  of  two  ribs,  upon  which 
rest  cross  walls  connected  by  small  longitudinal  arches  of  30  feet  span 
carrying  the  spandrel  wall  supporting  the  I-beams  of  the  floor. 

A  fine  photograph  of  the  arch  is  shown  in  Fig.  334,  page  706,  and  cross 
sections  illustrating  the  design  in  Fig.  339,  page  750.  The  balustrade  is 
entirely  of  concrete,  the  post§  being  molded  oq  the  ground  and  the  sur- 
face washed  off  with  water  to  reveal  the  aggregate. 

Other  Kotabls  Bridges.  For  leferences  to  other  bridges  built  in  recent 
years,  see  Chapter  XXXilL 


Fu.  tyt    Walnut  Lane  Bridgo,  PhiUdslphia.    t^twf.  750.) 
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ber,  steel  or  reinforced  concrete  beams,  so  that  the  concrete  forms  a  vertical 
slab  supported  at  top  and  bottom. 

'  Reinforced  concrete  retaining  walls  are  almost  always  more  economical 
than  a  gravity  section  of  either  plain  concrete  or  masonry.     In  walls  of 
gravity  section  the  materials  cannot  be  fully  utilized  because  the  section 
must  be  made  heavy  enough  to  prevent  overturning  by  its  own  weight, 
counterforts  or  buttresses  being  of  comparatively  little  advantage  because, 
in  stone  masonry,  the  wall  is  liable  to  break  away  from  them.     In  reinforced 
concrete  retaining  walls,  on  the  other  hand,  a  part  of  the  sustained  material 
is  used  to  prevent  overturning,  and  the  section  need  be  made  only  strong 
enough  to  withstand  the  moments  and  shears  due  to  the  earth  pressure. 
Since  the  wall  is  lighter,  exerts  smaller  pressure  on  the  soil,  and  may  be 
made  if  necessary  with  a  very  broad  base,  the  special  foundations  or  piling 
which  are  often  necessary  for  a  gravity  wall  frequently  may  be  avoided. 
Reinforced  concrete  properly  designed  can  be  depended  upon  as  absolutely 
reliable. 

The  economy  of  a  reinforced  concrete  wall  over  one  of  gravity  section  for 
either  stone  masonry  or  plain  concrete  is  obvious  because  of  the  saving  in 
material.  The  cost  of  forms  is  practically  the  same  for  gravity  section  and 
reinforced  designs. 

Mr.  J.  I.  Oberlander  reports*  that  23  bids  submitted  on  alternate 
designs  of  gravity  and  cantilever  sections  showed  the  average  cost  per 
linear  foot  for  the  gravity  section  to  be  about  one-third  greater  than 
that  for  the  reinforced  section.  The  unit  price  for  the  concrete  in  the 
latter,  however,  was  about  20%  greater  than  that  for  the  former. 

Whether  the  T-section  of  reinforced  wall  or  the  wall  with  counterforts 
is  the  more  economical  depends  upon  certain  conditions.  The  principal 
condition  is  the  height  of  the  wall,  but  the  intensity  of  the  earth  pres- 
sure and  the  relative  cost  of  concrete  and  steel  and  forms  also  enter 
into  the  consideration.  The  construction  of  the  T-section  is  simpler 
and  the  placing  of  steel  easier,  so  that  it  is  preferable  where  skilled  labor 
is  scarce.  The  form  construction  in  the  counterforted  wall  is  consid- 
efably  more  expensive.  Comparative  studies  of  the  two  types  indicate 
that  the  counterfort  type  is  scarcely  ever  economical  when  the  height 
is  less  than  18  feet.  Rules  for  designing  walls  of  gravity  section  are 
first  given  and  then,  after  the  discussion  of  earth  pressure,  the  designs 
of  both  a  T-type  and  a  counterforted  section  are  treated. 

Special  designs  have  been  worked  out  with  considerable  ingenuity 
where  local  conditions  require  departure  from  the  standard  sections. 
For  example,  two  different  railroads  were  each  obliged  to  build  retaining 

*  Engineering  and  Contracting^  May  xq,  XQ15,  p.  457. 
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walls  where  every  inch  of  available  room  up  to  the  edge  of  the  right-of- 
way  was  valuable  and  where  no  trespassing  on  adjoining  property  was 
permissible.  The  solutions  for  the  same  problems  were  radically  diflFer- 
ent.  In  one*  an  L-section  was  used  but  the  horizontal  leg  projected 
from  the  middle  of  the  back  instead  of  the  bottom  so  that  the  result 
resembled  the  letter  T  on  its  side. 

In  the  other  casef  a  horizontal  reinforced  slab  supported  on  transverse 
walls  was  used.  The  walls  rested  on  another  continuous  horizontal 
slab  and  the  rectangular  cells  thus  formed  were  closed  at  the  back  by 
a  vertical  slab  that  retained  the  earth. 

An  interesting  wall  is  that  designed  by  Gustave  Lindenthal  for  the 
New  York  Connecting  Railroad.  Here  two  walls  65  feet  high  enclosed 
a  railroad  fill  nearly  60  feet  wide  carrying  a  surcharge  loading  of  4 
tracks  (E  60  loading)  and  100%  impact.  Rather  than  use  the  very 
heavy  sections  that  would  have  been  required  under  ordinary  assump- 
tions, it  was  decided  to  use  steel  tie  rods  10  feet  on  centers,  and  to  tamp 
the  earth  fill  in  12-inch  layers  with  pneumatic  tampers  so  that  a  slope 
of  3  to  I  could  be  counted  on  for  passive  resistance.]: 

FOUNDATIONS 

A  firm  foundation  is  essential  whatever  the  type  of  the  design.  Piles 
may  be  necessary,  or  to  avoid  sliding,  a  stepped  base  may  be  required. 
Unequal  settling  is  more  dangerous  for  a  retaining  wall  than  for  many 
other  structures,  because  if  it  is  thrown  out  of  plumb,  the  earth  will 
move  and  produce  forces  much  in  excess  of  the  calculated  ones.  Allow- 
able pressures  on  different  soils  are  referred  to  on  page  669. 

In  France  several  walls§  were  constructed  approximately  rectangular 
in  section,  except  that  the  bottom  width  was  somewhat  greater  than 
that  at  the  top,  lying  back,  or  reclining,  on  the  slope  of  the  cut,  or  fill. 
A  wall  somewhat  similar  to  this,  but  built  of  separate  blocks  on  a  soft 
foundation,  was  built  in  Wisconsin,  || 

Drainage  of  Retaining  Walls.  The  drainage  of  retaining  walls  is  a 
highly  important  matter  and  lack  of  it  may  cause  either  complete  or 
partial  failure.  A  common  plan  is  to  lay  a  drain  of  tile  or  of  broken 
stone  along  the  back  of  the  base,  opening  at  the  ends  of  the  wall  or  dis- 
charging through  weep-holes, 

*  Engineering  News,  Februaiy  15,  19x2,  p.  392. 
t  J.  H.  Prior  in  Engineering  and  Contracting,  May  xo,  191  x,  p.  530. 
X  The  computations  are  discussed  in  Engineering  News,  May  6,  19x5,  p.  886. 
(  Engineering  Record,  November  xa,  X910,  p.  544. 

Il  W.  S.  Lacher  in  Proceedings  Western  Society  of  Engineers;  See  also  Engineering  News,  May  97, 
IQX5.  P*  1048. 
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The  Delaware,  Lackawanna,  &  Western  R.  R.*  builds  4-inch  tiles 
through  the  wall  at  frequent  intervals  along  the  footing  with  a  right 
angle  elbow,  turned  up,  on  the  inner  side.  A  chimney  of  loose  rubble, 
about  2^  feet  by  3  feet,  runs  from  each  weeper  up  to  the  top  of  the  wall. 

The  Rock  Island  Railroadf  in  some  track  elevation  work  laid  a  line  of 
tile  drain  along  the  back  of  the  wall  and  carried  the  water  through  the 
abutment  by  a  weeper  running  to  a  storm  sewer. 

Mr.  LindenthaFs  high  walls  (see  p.  753)  were  drained  through  weep 
holes,  placed  every  ten  feet,  through  each  wall.  From  each  weeper 
one  4  by  4-foot  dry  rubble  chimney  was  built  up  back  of  the  wall  to 
the  surface. 

The  French  wall  described  on  page  753  is  drained  by  a  layer  of  loose 
stone  over  the  entire  back  with  weep  holes  placed  at  intervals. 

Frost.  The  depth  of  foundation  must  be  suflBicient  to  prevent  heaving 
of  the  material  in  front  of  the  wall,  and  to  protect  it  from  frost.  A 
depth  of  3  feet  may  be  given  as  a  minimum,  while  4  or  5  feet  is  necessary 
in  temperate  or  very  cold  climates. 

Even  with  the  base  safely  below  frost  level,  special  precautions  are 
sometimes  necessary  to  prevent  heaving  by  frost-grip  on  the  side  of 
the  wall  or  abutment.  Such  a  case  cited  by  Edward  H.  Rigbyf  was 
encountered  in  China  where  frost  gripped  the  side  of  bridge  abutments 
to  a  depth  of  5  feet  and  lifted  them,  railroad,  girder  bridges,  and  abut- 
ments, clear  off  the  pile  fpundations.  Piers  and  abutments  with  slop- 
ing faces  were  lifted  as  much  as  those  with  vertical  faces.  Computations 
showed  the  average  lifting  power  of  the  frost  to  bei  000  pounds  per 
square  foot  of  exposed  surface  and  that  the  remedy  was  to  design  the 
piers  and  bridges  to  overcome  this  force  by  dead  weight. 

DESIGN  OF  EETAINING  WALLS  OF  GRAVITT   SECTION 

The  thickness  of  gravity  retaining  walls  is  frequently  determined  by 
rule-of-thumb,  but  this  is  an  unsafe  procedure  unless  there  is  absolutely 
no  doubt  about  the  foimdation.  On  work  of  any  importance,  much 
more  economical  results  are  obtained  by  special  designs,  governed  by 
the  character  of  the  foundation  soil  and  the  earth  backing.  Partial 
failures, — tipping  forward,  cracking  and  sinking, — ^are  prevalent  among 
retaining  walls.  In  one  case  a  heavy  gravity  wall  failed  under  the 
weight  and  impact  of  the  backfilling  dropped  through  a  distance  of  30 

*  Engineering  Record,  Jan.  3,  igi4,  p.  39'. 
t  Engineering  News,  April  8,  19x5,  p.  670. 
X  Engineering  News,  Maich  5,  zgo8,  p.  260^ 
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feet  or  40  feet  from  a  large  drag  line  scraper  bucket;  and  where  the 
foundation  is  so  poor  that  such  action  is  possible,  the  line  ofpressure 
should  pass  through  the  base  well  within  the  middle  third.  Uneven 
settlement  is  then  less  likely  to  take  place,  and  in  any  event  the  line 
of  pressure  has  more  chance  to  move  without  causing  tension  on  the 
base  or  overturning  than  if  the  line  passed  through  the  forward  edge 
of  the  middle  third.* 

The  methods  of  design  are  similar  to  those  discussed  in  connection 
with  reinforced  walls.     (See  p.  757  to  p.  768). 

If  empirical  rules  are  to  be  used,  one  easily  remembered  is  to  make  the 
base  three-eighths  of  the  height.  Another  is  to  make  the  base  at  least 
the  thickness  necessary  if  the  wall  were  to  be  subjected  to  water  pressure 
under  a  head  two-thirds  the  height  of  the  wall.f  A  table  of  empirical 
values  adopted  by  Mr.  Trautwine  for  thickness  of  base  of  masonry  walls 
to  resist  earth  pressure  is  given  below. 

Thickness  of  Retaining  Walls  of  Gravity  Section  with  Earth  Surcharge. 

By  John  C.  Trautwine.     {See  p.  7SS.) 


Ratio  of 

Height  of  Earth 

to  Height  of  Wall. 

Thickness  of  Base 

as  ratio  to 

Height  of  Wall. 

1 

Ratio  of 

Height  of  Earth 

to  Height  of  Wall. 

ThielcDess  of  Base 

as  ratio  to 

Height  of  Wall. 

I . 
I .  I 

0-35 
0.42 

2 
2 

•5 

0.58 
0.60 

1.3 

0.46 

3 

0.62 

1-3 
1-4 

0.49 
051 

4 
•  6. 

0.63 
0.  64 

1.6 

0.52 
0.54 

9- 
14. 

0.65 
0.66 

1-7 
1.8 

0-55 
0.56 

25. 
or  more 

0.68 

Designs  according  to  these  empirical  methods  are  unsafe  under  unusual 
pressures,  such  as  quicksands,  and  detailed  analyses  must  be  made. 

The  height  of  the  wall  is  assumed  to  be  measured  above  the  surface 
of  the  ground  in  front  of  it. 

The  batter  of  the  face  of  a  retaining  wall  is  customarily  limited  to 
*i}  inches  to  the  foot,  and  the  back  is  usually  vertical.  This  fixes  the 
width  on  top. 

The  values  in  the  table  may  be  employed  for  long  walls  of  concrete 
with  no  reinforcement.     In  many  cases,  because  of  the  monolithic  char- 


*  Certain  failures  of  this  tyi>e  are  discussed  by  Charles  K.  Mohler  in  Bngintering  News,  Oct.  is,  19x0, 

p.  384- 

t  SuOTBSled  by  Engineering  News,  Sept.  26,  zgxa,  p.  593. 
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acter  of  concrete,  a  ratio  of  thickness  to  height  from  io%  to  20%  less 
may  be  adopted  with  safety,  if  the  character  of  the  filling  back  of  the 
wall  precludes  excessive  pressure,  and  if  the  base  is  slightly  spread. 
For  more  accurate  determinations  of  gravity  sections,  the  principles 
which  follow  relating  to  reinforced  designs  are  applicable.  When  two 
walls  enclose  a  narrow  fill  they  may  be  tied  together  by  rods  as  dis- 
cussed on  page  753  and  thinner  sections  used.  Similarly,  the  ordinary 
single  wall  may  be  anchored  to  the  ground  behind  it 

WEIGHT  OF  EARTH 

In  the  calculation  of  retaining  walls,  and  many  other  structures,  the  weight 
of  earth  in  place  is  a  prime  factor.  The  weights  of  dry  material,  based  upon 
experiments  by  the  authors,  are  represented  in  the  following  fable.  Most 
of  the  figures  for  weights  of  earth  give  the  weights  per  cubic  foot  after 
excavation  in  a  loose  or  a  compacted  condition.  In  the  authors'  exp)eri- 
ments  the  excavation  was  measured,  so  that  the  weights  represent  the 
material  in  place.  As  fills  will  eventually  assume  much  the  same  charac- 
teristics as  earth  in  original  excavation,  the  figures  may  be  employed  for 
either  natural  earth  or  filled  material.  The  weight  of  earth  containing 
water  varies  with  the  character  of  the  material  and  with  the  conditions. 
Gravel  containing  ordinary  moisture  weighs  about  2%  more  than  dry  gravel 
and  sand  may  weigh  from  3%  to  10%  more,  depending  upon  its  fineness, 
since  fine  sands  absorb  the  most  water.  Wet  muck  weighs  about  75  lb. 
per  cubic  foot.  These  percentages  assume  that  the  bank  is  provided  with 
natural  drainage;  if  the  earth  is  literally  filled  with  water  which  cannot  run 
off,  its  weight  will  be  increased  by  a  quantity  of  water  nearly  equal  in  volume 
to  the  voids  in  the  material,  which  vary  with  the  character  of  the  material 
from  20%  to  50%  of  the  bulk  of  the  earth  in  the  bank. 

Many  of  the  values  appear  high,  but  they  are  the  result  of  careful  tests. 

Average  Weight  of  Ordinary  Earth  before  Excavation. 

Pounds  per  cu.  ft. 
Sand 105 

Gravel 135 

Gravelly  clay 130 

Loam 90 

Hard  pan 130 

Dry  muck 40 

BAOKINO 

Since  the  weight  of  soil  saturated  with  water  is  much  larger  than  when 
it  is  dry,  the  pressure  increasing  with  the  amount  of  water  so  that  it  may  even 
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exceed  the  hydrostatic  pressure,  the  backing  should  be  provided  with 
adequate  drainage.  For  this,  a  filling  of  gravel  or  crushed  stone  may 
he  placed  directly  against  the  wall  with  weep  holes  at  suitable  distances 
apart.     The  question  of  drainage  is  discussed  on  page  753. 

EARTH  PRESSXTRE 


The  principal  force  governing  the  dimensions  of  any  retaining  wall  is  the 
earth  pressure.  Its  magnitude  varies  largely  with  the  character  and  wet- 
ness of  the  soil,  the  inclination  of  the  back  of  the  wall,  and  the  slope  of  earth 
above  it. 

Of  the  numerous  theories,  all  of  which  are  based  on  some  assumptions  not 
always  met  with  in  practice,  Rankine's  theory  seems  to  be 'the  most  reliable 
yet  developed,  and  although  it  does  not  always  represent  the  true  conditions, 
it  gives  safe  results.  It  is  based  upon  the  assumptions  that  the  earth  is  com- 
posed of  granular  homogeneous  particles  without  cohesion,  held  only  by 
friction  developed  between  them,  and  that  the  mass  of  earth  extends 
indefinitely.  On  a  vertical  plane  the  resultant  pressure  always  acts  parallel 
to  the  slope  of  the  earth  and  at  a  point  one-third  of  the  height  from  the  base, 
when  the  surface  of  the  earth  is  level  with  the  top  of  the  wall  or  slopes  back 
from  it. 

The  following  table  of  pressures  determined  by  Rankine's  formula  gives 
horizontal  earth  pressures  for  different  heights  of  wall,  based  on  an  angle 
of  repose  of  earth  of  35** — a  fair  assumption  under  average  conditions — 
and  also  average  unit  pressures  for  the  same  assumptions.  For  other 
heights  of  wall,  the  horizontal  unit  pressures  with  the  same  angle  of  repose 
are  directly  proportional  to  the  heights,  and  the  total  pressures  are  propor- 
tional to  the  squares  of  the  height. 

Total  Earth  Pressure  and  Average  Unit  Pressure  upon  Vertical  Walls  of  Dif- 
ferent Heights  (See  p.   757.) 


Height  OF  Wall  IN  Feet. 

5 

10 

15 

30 

25 

30 

35 

40 

Total  pressure 
P,  in  lb 

350 

1400 

3150 

5600 

8750 

12600 

17150 

22400 

Average  unit 
pressure  in 
lb.  per  sq.  ft 

70 

140 

210 

280 

350 

420 

490 

560 
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The  table  assumes  (a)  horizontal  surface  of  earth,  (p)  vertical  back  ol 
wall,  {c)  weight  of  earth  per  cubic  foot,  loo  pounds,  {d)  angle  of  repose, 
35*^.  For  other  weights  of  earth  the  values  in  the  table  are  proportional  tc 
the  weight  per  cubic  foot. 

Passive  pressure,  that  is,  the  resistance  of  a  mass  of  earth  against  mov- 
ing, is  many  times  as  great  as  the  active  pressure  but  because  of  the  shrink- 
age of  filling  as  ordinarily  placed  it  cannot  be  counted  on  for  its  full  value 
unless  the  earth  is  in  its  natural  state. 

The  general  formulas  evolved  by  Mr.  Rankine  from  the  assumptions 
given  above  and  which  apply  both  to  gravity  walls  and  to  reinforced  walls, 
are  presented  below. 

Wall  with  Vertical  Back.    Let 

P    =  resultant  earth  pressure  in  pounds  on  a  vertical  surface  for  a  length 

of  wall  equal  to  one  foot. 
H  «  total  height  of  wall  in  feet. 
H^  =  depth  below  top  of  wall  of  any  point  in  feet. 
h    =  height  of  surcharge  in  feet. 
w    =  weight  of  earth  per  cubic  foot. 
d    =  angle  of  inclination  of  earth  behind  the  wall. 
f    =  angle  of  internal  friction  of  the  earth. 
Cp  =  constant  depending  upon  d  and  f,  (See  table  on  page  759.) 

Then* 

»         1        rrj  ^  COS  ^  —    l/cOS*  d    —   COS*  f 

-P  =  i  wW  COS  a (i) 

COS  d  •\-  V  cos'  d  —  cos'  f 

For  known  values  of  the  angle  of  inclination  and  internal  friction,  the 
terms  embracing  them  become  constant  and 

P  ^Cj,  wIP  (2) 

The  intensity  of  pressure  at  any  point  the  depth  of  which  is  IT  is 

Unit  pressure  =  2  C^wH^  (3) 

and  its  direction  is  parallel  to  the  direction  of  the  total  pressure.* 

*  For  walls  with  horizontal  filling,    ^  —  o,  hence 

I— sin  flP 

Unit  pressure  at  any  depth,  H\  is  wH\  ^  and  acts  horizontally. 

I  +  sin^ 

If  angle  of  slope  equals  angle  of  internal  friction,  i.  e.,  if  ^  ■-  ^, 

P  ■■   i  uiH'  cos  d  and  Unit  pressure  is  wH^  cos  9  (5^ 

Formulas  (2)  and  (3),  however,  apply  to  these  cases  by  using  the  proper  value  of  Cp  given  in  the 
uble. 


DAMS  AND  RETAINING   WALLS 


759 


The  values  of  the  constant  C^  are  given  in  the  table  below. 

Data  for  Determining  the  Earth  Pressure, 

Ride:  To  find  the  earth  pressure  on  a  vertical  wall  without  surcharge,  H 
ft.  high,  multiply  the  proper  value  of  Cp  by  the  square  of  H  in  feet  and  by 
the  weight  of  the  filling  per  cu.  ft.  P  ^  Cp  wH*  (see  p.  758.)  For  formulas 
for  inclined  walls  and  walls  with  surcharge,  see  pp.  759  and  760. 


»] 

TALUKS  OF  CONSTANT  Cp  IN  BANKXNS'S  PORIIULA  (2),  p 

>.7S» 

< 

z 

Slope  with  horisontal 

z  z 
-0 

I  to  I 

I  to  1} 

I  to  2 

I  to   2i 

I  to  3 

I  to  4 

Level 

0 

z 

Corre«i>ondiiig  angle  of  slope  9 

M 

45° 

33"  4o' 

26«  30' 

21**   50' 

i8«  30' 

14*  0' 

0 

¥> 

55° 

0.09 

0.07 

0.06 

0.06 

0.05 

0.05 

0.05 

0. 29 

50° 

o.iS 

0.09 

0.08 

0.07 

0.07 

0.07 

0.07 

0.32 

45° 
•400 

0-13 
0.18 

0.  II 
0. 14 

0.  10 
0.13 

0.09 
0. 12 

0.09 
0. 12 

0.09 
0.  II 

03s 
0.38 

35° 

0.29 

0. 19 

0.17 

0. 16 

015 

0. 14 

0.41 

30° 

25° 

0.27 

0.22 
0.30 

0.20 
0.26 
0.36 

0.18 
0.23 
0.29 

0. 17 
0.20 
0.25 

0.43 

0.45 
0.47 

Note  :  If  the  angle  of  internal  friction  of  the  earth  is  unknown,  the  fol- 
lowing average  values  may  be  used:  Coal,  shingle  and  broken  stone,  50°; 
earth,  35®;  clay,  30°;  sand  dry,  30®;  sand  moist,  35®;  sand  wet,  20®. 


As  stated  above,  the  pressure  is  assumed  to  act 
parallel  to  the  slope  of  the  surface  of  the  earth, 
and  for  walls  without  surcharge  acts  at  one-third 
of  the  height  of  the  wall  from  the  base.  The 
maximum  imit  pressure  is  at  the  base,  and  is  equal 
to  twice  the  average,  while  the  minimum  at  the 
top  equals  zero,  so  that  the  variation  of  the  unit 
pressures  may  be  represented  by  a  triangle. 

Wall  with  Inclined  Back.  The  earth  pressure, 
Rf  on  an  inclined  plane  ab  (Fig.  340)  is  the  re- 
sultant of  P,  the  horizontal  pressure  on  the  vertical 
plane  ac,  and  PT,  the  weight  of  the  prism  of  earth 
abc,  and  acts  at  one-third  the  height  from  the 
bottom. 
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Fig.  240. — Earth  Pres- 
sure on  Inclined  Back 
of  a  Wall.  {Seep.  759.) 
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Surcharge.  When  the  earth  behind  the  wall  is  loaded  in  any  way,  for 
example,  when  a  highway  or  a  railway  track  runs  along  the  wall,  or  when 
the  embankment  is  used  as  a  storage  for  material — ^then  this  loading  causes 
additional  pressure  on  the  wall,  which  may  be  provided  for  by  replacing 
the  load  by  an  equivalent  surcharge  of  earth.  The  height  of  this  surcharge, 
A,  is  the  extra  load  per  square  foot  divided  by  the  weight  of  a  cubic  foot  of 
earth.  Thus  a  load  of  500  pounds  per  square  foot  is  equivalent  to  a  sur- 
charge of  5  feet  if  the  earth  weighs  100  pounds  per  cubic  foot. 

Vertical  Back  of  Wall  with  Surcharge.    The  earth  pressure  on  a  retain- 

ing  wall  with  surcharge  equals  the  pres- 
sure on  the  surface  ah  less  the  pressure  on 
bd.     Using  a  constant  from  the  table,  page 

7S9i 

P  -=  wIP  Cp  -  wh^  Cp  = 

w  (H^  ~  h')  Cp  (6) 

and  this  may  be  represented  by  the  trape- 
zoid aced  (see  Fig.  241).  The  distance  of 
the  point  of  application  of  this  force  fro?! 
below  the  middle  point  in  the  height  of  the 
wall, 
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Fig.  241. — Earth  Pressure  on 
Vertical  Back  of  Wall  with 
Surcharge.     {See  p,   76a) 


Wall  with  Inclined  Back  with  Sur- 
charge. For  an  inclined  back,  the  pres- 
sure, as  in  the  case  of  a  wall  with  inclined 
back  without  surcharge,  is  the  resultant 
of  P,  the  pressure  on  the  vertical  projection  of  the  wall  found  by  formula 
(2)  and  IT,  the  weight  of  the  prism  of  earth  one  foot  of  length,  the  cross- 
section  of  which  is  a  trapezoid.  Equation  (7)  gives  the  vertical  distance 
of  the  point  of  application  of  the  resultant  below  the  middle  point  in  the 
height  of  the  wall. 


DESIGN  OF  REINFOROED  RETAINING  WALLS 


A  properly  designed  retaining  wall,  whether  of  reinforced  concrete  or  of 
plain  masonry,  must  fulfil  the  following  conditions:  It  must  be  stable  (i) 
against  overturning,  (2)  against  sliding,  (3)  against  settling,  (4)  against 
crushing  or  overstressing  of  the  material. 
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To  prevent  failure  by  overturning,  the  moment  of  downward  forces  about 

the  outer  edge  of  the  base,  M^  ^W^l^-h  FTj  /»,  must  be  greater  than  that  of 

the  overturning  moment,  M2  =  Pl^  (see  Fig.  242).    The  ratio  of  those  two 

Af 
moments,  — i,  is  called  the  factor  of  safety.     For  reinforced  concrete  walls, 

3/,  ^ 

the  factor  of  1.5  to  2  may  be  considered  as  ample,  because  the  stability 
of  wall  is  increased  by  the  resistance  of  earth  to  shear  along  the  line  ab^ 
Fig.  242,  and  the  passive  pressure  of  the  filling  in  front  of  the  wall,  which 
two  items  are  not  considered  in  figuring  the  factor  of  safety. 

The  horizontal  com[X)nent  of  the  resultant  pressure  on  the  foundation 
causes  the  tendency  of  the  wall  to 
slide.  This  force  is  opposed  by 
the  resistance  to  compression  of 
the  earth  on  the  plane  (2c  (see  Fig. 
242)  and  by  the  friction  F.  The 
friction  is  equal  to  the  vertical 
pressure  multiplied  by  the  tangent 
of  friction  between  concrete  and 
earth,  or,  if 

F  =  total  friction, 

W^  +  Wi  =  weight  of  concrete 

and  earth, 
(p    =  angle  of  friction  between 

earth  and  concrete 

Then 

F  =  (PTj  +  w;)  tan  (p 

If  the  wall  slides,  the  cohesion  of  the  earth  along  the  line  ab  (Fig.  242)  must 
be  destroyed,  which  item  increases  the  stability  against  sliding.  The  tan- 
gent of  the  inclination  of  the  resultant  pressure,  that  is,  the  ratio  of  its  hori- 
zontal to  vertical  component,  should  not  be  larger  than  the  tangent  of  the 
angle  of  friction. 

Sometimes  a  vertical  projection  of  the  base  may  be  needed,  which  may 
be  placed  in  the  middle  of  the  base  or  at  either  end. 

Having  determined  the  earth  pressure. as  explained  in  preceding  pages, 
the  design  of  a  reinforced  concrete  retaining  wall  resolves  itself  primarily 
into  the  determination  of  the  thickness  and  reinforcement  of  concrete  slabs 
to  be  obtained  by  the  principles  outlined  in  Chapter XXII  on  Reinforced 
Concrete  Design.  The  methods  to  follow  can  be  illustrated  best  by  prac- 
tical exBjnpks,  which  are  g^ven  in  full  beloww 


Fig.  242. — Forces  Acting  upon  a  Retain- 
ing Wall  and  their  Moment  Arms. 
(See  p.   761.) 
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A  retaining  wall  is  especially  subject  to  temperature  stresses.  To  locate 
the  stresses  at  specially  prepared  joints,  contraction  joints  may  be  placed  at 
stated  intervals.  In  an  unreinforced  wall,  a  spacing  of  20  to  30  feet  between 
joints  is  necessary  to  prevent  intermediate  cracks.  By  introducing  steel 
to  prevent  the  formation  of  visible  cracks,  no  joints  are  necessary.  Steel 
reinforcement  for  shrinkage  and  temperature  contraction  is  treated  on  page 

565- 

EXAMPLE  OF   T-SHAPED  RETAINING  WALL 

Example  i.  Design  a  retaining  wall  12  ft.  high  above  ground  to  support 
a  sand  filling.  Angle  of  internal  friction  of  sand,  which  weighs  100  lb.  per 
cu.  ft.  is  35°,  and  the  fill  slopes  back  at  the  same  angle.  Working  stresses: 
for  the  I  :  2J  :  $  concrete  in  compression,  /c  =  500  lb.  per  sq.  in.;  steel  in 
tension,  /,  =«  16  000  lb.  per  sq.  in.;  ratio  of  moduli  of  elasticity,  n  =  15; 
allowable  shear  involving  diagonal  tension,  v  =  32  lb.  per  sq.  in.;  bond  of 
steel  to  concrete,  u  =>  So  lb.  per  sq.  in. 

Solution.  If  base  is  imbedded  4  ft.  to  protect  from  frost,  and  if  the  footing 
is  assumed  18  inches  thick,  total  height  of  wall  is  16  ft.  and  height  of  stem 
14  ft.  6  in.    The  design  is  shown  in  Fig.  243,  page  763. 

Upright  Slab.  Earth  pressure  on  stem  from  Formula  (2),  page  758,  taking 
value  of  Cp  from  the  table,  Pi  =  0.41  X  100  X  14.5*  =  8600  lb.  This  acts  at  J 
the  height.  Horizontal  component,  Hi  —  Pi  cos  35**  =  7040  lb.,  and  the  moment, 
M  —  7040  XlXi4.5Xi2  =  408  000  in.  lb.  The  effect  of  weight  of  wall  and 
the  vertical  component  of  earth  pressure  is  small  and  may  be  disregarded. 

Thickness  of  vertical  slab  at  bottom,  using  Formula  (9),  page  485,  and  table  of 
constants,  page  483,  and  adding  1.7  in.  to  the  depth  to  steel  to  properly  imbed  it, 

is  rf  +  1.7  =  0.034   V  408  000  +  1.7  =  23.5  inches.     Ratio  of  steel  is  ^  =  0.005 

(to  correspond  to  working  stresses),  hence  area  of  steel  is  ^4,  =  1.31  sq.  in  per 

foot  of  length  of  wall.    This  is  satisfied  by  |  in.  round  bars  placed  vertically  5.5 

in.  on  centers.     (See  table,  p.  574.)    The  thickness  of  wall  at  top  may  be  selected 

as  12  in.    The  moment  decreases  from  the  bottom  upwards  so  the  steel  may  be 

reduced  as  shown  in  Fig.  243,  page  763. 

Since   total  shear,    V  =  7040  lb.,   unit    shear  involving   diagonal   tension,    is 

7  040 

V  = =  30  lb.  per  sq.  in.    (See  p.  517.)    As  this  does  not  ex- 

12  X  21.8  X  0.894 

ceed  working  stress,  no  stirrups  are  needed. 

7  040 

Bond  stress  is  «  = —  60  lb.  per  sq.  in.  (see  p.  534). 

21.8  X  .894  X  2.18  X  2.75 

Length  of  bar  to  imbed  in  footing  to  prevent  pulling  out  is  50  X  {  =  43.8  in. 

(see  table  on  page  540),  hence  the  vertical  bars  must  extend  into  the  base  this 

distance,  or  else  be  provided  with  bent  ends  (see  page  540). 

*A  table  of  dimensions  and  reinforcement  for  T-shaped  and  for  counterfort  retaining  wails  of  differ- 
ent heights,  compiled  by  Sanford  £.  Thompson,  is  given  in  "Concrete  in  Railroad  Construction,"  pub- 
lished by  The  Atlas  PorUand  Cenvnt  Co. 
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To  obtain  this  bond,  the  vertical  rods  frequently  are  bent  into  the  right 
cantilever  of  the  footing.  If  instead  they  are  bent  to  run  into  the  left  canti- 
lever, they  may  form  the  horizontal  reinforcement  there,  as  shown  in  Fig.  243. 

Footing.  In  a  correctly  designed  wall  the  resultant  force  should  intersect 
the  base  within  the  middle  third  of  its  length.  This  determines  the  ratio  of 
length  of  footing  to  height  of  wall,  and  can  be  obtained  only  by  trial  for  any 
particular  case.     A  study  of  different  conditions  shows  that  this  ratio  is  gen- 


I 


ASSUMED 

THICKNESS 

OF  BASE 


Fig.   243. — Design  of  T-shaped  Retaining  Wall.     {See  p.   763.) 

erally  0.4  to  0.6,  depending  upon  the  inclination  of  earth  pressure,  the  weight 
of  the  fill,  and  finally  upon  the  ratio  between  the  length  of  the  projecting  toe 
and  the  total  length  of  the  base.  '  The  length  of  base  best  suited  for  our  ex- 
ample was  found  after  several  trials  to  be  8  ft.  9  in. 

The  forces  acting  on  the  footing  are  P„  the  earth  pressure  on  the  plane  a6, 
Wy,  the  weight  of  prism  of  sand,  hcde^  and  W^,  the  weight  of  the  retaining 
wall  itself.     The  distance  from  the  toe  to  the  line  of  action  of  the  resultant  R 
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of  W^  and  TV,  may  be  obtained  as  follows :  Find  center  of  gravity  of  earth  and 
(«nter  of  gravity  of  concrete;  multiply  the  distance  from  A  to  these  centers 
of  gravity  by  the  respective  weight,  and  thus  obtain  the  statical  moment. 
Divide  the  sum  of  these  moments  by  the  sum  of  the  weights,  W,  +  W^„  and  the 
location  of  the  center  of  gravity  of  the  combined  weight  is  obtained.  The 
line  of  pressure  drawn  for  P  and  R  intersects  the  base  just  inside  of  the 
middle  third. 

Normal  component  of  resultant,  A/^  —  21  990  lb.  and  horizontal  component, 

H  -"  13  900 lb.    Hence,  ratio  —  =  0.587,  which  is  smaller  than  the  tangent 

of  the  angle  of  friction,  hence  there  is  no  danger  of  the  wall  sliding. 

Maximum  unit  pressure  on  soil  (from  formula  (70),  p.  379)  is  5000  lb. 
per  sq.  ft.,  while  the  minimum  equals  nearly  zero. 

The  graphical  method  of  finding  the  distribution  of  forces  on  the  base  is 
explained  on  page  744. 

Left  Cantilever.  Omitting  weight  of  slab  and  of  earth  above  it  as  neg- 
ligible, the  forces  acting  on  this  part  of  the  footing  are  represented  by  trap- 

5000  -f  3530 

ezoid  fghi.     Total  force  is     -^^ ■ X  2.58  =»  11   000  lb.    and  moment 

2 

arm  from  the  diagram  is  1.36  ft.;   hence  bending  moment,  Af  —  11   000  X 
1.36  X  12  —  179  500  in.  lb.  per  ft.  of  width. 

The  minimum  depth  to  steel  from  Formula  (i),  p.  481,  using  Table  15,  page 
596,  is  rf  =  14.5  in.,  and  the  area  of  steel,  As  —  0.868  sq.  in.  However,  this 
depth  may  be  too  small  to  satisfy  the  bond  stress,  which  is  considered  below. 

Further,  if  vertical  steel  in  the  vertical  wall  is  all  bent  and  carried  into  the  left 
cantilever  of  the  footing,  we  should  have  1.30  sq.  in.  of  steel  per  foot  of  width  or 
i  in.  round  bars  spaced  5}  in.  cc,  which  for  a  depth  of  14.5  in.  gives  a  ratio 
p  =  0.0075,  or  greater  than  is  necessary.  If  desired,  therefore,  a  part  of  this  steel 
may  be  carried  only  far  enough  into  the  footing  to  prevent  its  pulling  out. 

The    bond    for    the    suggested    depth    must  be  considered.    Unit  bond, 

u  = «  140  lb.  per  sq.  m.  (see  p.  534J. 

14.5  X  0.9X2.75  X  2.18 

The  bond  stress  is  excessive,  therefore  the  depth,  d,  of  14^  in.  must  be  increased. 
To  decrease  the  bond  stress,  for  plain  bars  the  depth  of  the  cantilever  must  be 
increased  as  follows:  Assume  the  decreased  ratio,  p,  for  the  increased  section  of  con- 
crete at  ^  =  0.0045.    Then  the  corresponding  values  from  Table  17,  page  598, 

**  '30StJ  *   898. 

V  V 

From  page  534  u  =»   hence  d  ■=  .     Substituting  values, 

jdEo  ujZo 

II  000 

d  *=  «  25.5  in.,  and  total  depth  27  in. 

80  X  0.9  X  2.18  X  2.75 

The  depth  of  beam  must  be  increased  to  27  in.  in  order  to  decrease  the  bond 

stress  to  80  lb.  per  sq.  in. 

Smaller  depth  can  be  used  with  deformed  bars  of  approved  design. 
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Right  Cantilever.  It  is  evident  from  Fig.  243,  page  763,  that  three 
forces  act  on  the  right  cantilever:  the  upward  pressure  of  the  soil,  the  down- 
ward weight  of  the  earth  filling,  and  the  vertical  component  of  the  earth 
pressure.  The  resultant  of  these  forces  acts  downward,  hence  the  moment 
is  negative. 

The  computations  for  amount  of  steel  and  the  shear  and  bond  stresses 
Are  similar  to  that  for  the  left  cantilever. 

The  length  of  imbedment  necessary  to  prevent  slipping  is  not  treated  in 
the  previous  case,  so  it  may  be  given  here  in  detail. 

Area  of  concrete,  -A  —  12  X  27  —  324  sq.  in.;  area  of  steel,  Ag  —  1.07 

1 .07 

sq.  in.  and  ratio  of  steel,  p  ■•  —  0.0033,     From  table  15,  p.  596  find 

324 

the  corresponding  k  and  /,  k  —  .268,  /  —  .911.     From  formula  (7),  p.  484* 

329  000 

since  M  ■-  329000   inch   pounds,    /-  — —  12  500  pounds. 

27  X  .91  X  1.07 

For  this  stress  in  steel,  the  length  of  imbedment  from  table  on  page 
S40  is  39  X  I  —  29  in. 

Both  cantilevers  may  be  tapered  toward  the  end  to  a  minimum  practicable 
depth,  since  the  moments  decrease  from  the  support  to  zero  at  the  end. 

Horizontal  Reinforcement  for  Temperature.  Temperature  reinforcement 
«3  treated  on  page  565. 


EXAMPLS  OF  RETAmnf 6  WALL  WITH  COXTNTERFORTS 

Example  2.  Design  a  reinforced  concrete  wall  with  counterforts  to  support 
a  sand  filling  20  ft.  high  above  ground,  using  same  assumptions  as  in  Exam- 
ple I,  page  763. 

Solution,  '  In  this  type  of  wall  the  vertical  slab  acts  as  a  slab  supported  by 
the  counterforts,  the  principal  steel  being  horizontal.  The  projecting  toe 
of  the  footing  is  a  cantilever  and  the  footing  below  the  earth  is  a  slab  supported 
by  the  counterforts.  The  counterforts  tie  the  imbedded  footing  to  the  ver- 
tical slab  and  act  as  cantilevers  fixed  to  the  footing.     Design  is  shown  in  Fig. 

244'  P-  767- 
The  slabs  may  be  considered  as  partly  continuous,  using  the  moment 

Af — —  .     If  carefully  designed  for  negative  moment  M  ■»  —   might    be 
10  12  . 

permissible.     (See  p.  496.) 

Instead  of  forming  a  projecting  toe  as  a  cantilever,  it  is  sometimes  more 
economical  when  the  projection  is  large  to  introduce  small  buttresses  and 
construct  this  part  of  the  footing  also  as  a  partly  continuous  slab. 

The  first  step  in  operation  of  design  is  to  determine  by  trial  the  length  of  base 
and  the  relation  between  the  projecting  toe  and  the  base,  the  allowable  pressure 
on  the  soil  and  minimum  angle  of  inclination  of  the  resultant  earth  pressure  being 
the  determining  factors.  The  method  is  the  same  as  for  a  T-type  wall,  as  outlined 
on  page  764. 
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spacing  of  Counterforts.  The  spacing  of  counterforts  or  ribs  may  be 
found  on  the  basis  of  minimum  material*,  from  which  8  feet  may  be  adopted. 

Vertical  Wall.  The  vertical  wall  must  be  considered  in  narrow  horizon- 
tal strips  as  slabs  supported  by  the  counterforts,  partly  continuous,  and 
loaded  uniformly.  The  earth  pressure  changes  with  the  height,  so  that  the 
pressure  upon  the  different  strips  decreases  from  the  bottom  up.  The  pressure 
against  the  bottom  strip  as  given  on  page  766  is  1480  lb.  per  sq.  ft.,  or  123 

wP  123X64X12 

lb.  per  ft.  of  width  for  i-inch  of  height.     Using  M  ^  —  ,  M=» = 

10  10 


9500  inch  pounds  per  inch  of  width.  Hence  (p.  481)  d  **  .118  ^95 00  =  1 1-5 
in.;  thickness  of  wall  is  thus  13  in.,  and  area  of  steel,  ^4,=  0.005  X  11.5  X  12 
=  0.69  sq.  in.  per  ft.  of  height.  Round  bars  f  iii.  diameter  spaced  5I  inches 
on  centers  may  be  used. 

For  convenience  in  construction  the  thickness  of  the  wall  may  be 
made  uniform,  and  the  spacing  of  rods  increased  with  the  decreasing  earth 
pressure,  as  shown  on  the  drawing.  The  negative  bending  moment  may  be 
provided  for  by  introducing  short  rods  in  front  of  buttresses,  or  by  bend- 
ing the   rods.     (p.   496.) 


*  For  full  ditcussion,  sec  "The  Design  of  Retaining  Walls,"'  by  H.  A.  Pctterson,  Engineering 
Record,  Vol.  LVII,  1908,  p.  777;  for  practical  purposes  the  following  demonstration  illustrates 
the  necessary  steps.  Use  notation  page  553,  also  let  jr  »  spacing  of  buttresses  in  feet;  ^=the 
maximum  horizontal  unit  pressure  on  vertical  wall,  which  occurs  at  the  bottom  of  the  wall.  ^  from 
formula  (3),  page  758,  is  1480  lb.  per  sq.  ft.  Taking  a  strip  of  the  vertical  slab  one  ft.  in  height,  whose 

1480  X  *^  X  12 
span  is  the  spacing  of  the  counterforts,  the  bending  moment  is  then  M  —  "" —  itSox*; 

the  depth  to  steel,  (p.  485) y^""  -29  X.iiS  \/ij^x  —   143X,  and  the  volume  per  foot  of 

'•43* 
length  of  wall  is X  i  X  21  "-  i.6x  cu.  ft.    Maximum  unit  weight  acting  on  horizontal  footing 

5  325  X  12  X  **  . — 

slab  is  5  325  pounds  per  sq.  ft.    Hence  Ai  — — ,  </  —  .29  X  .118  \/53*S  X  i.2x- 

^  2.72Af 

=  2.7 2 jr,  and  volume  per  foot  of  length  of  wall  is  X    i    X   8.25  —    1.9* 

The  thickness  below  steel  is  a  constant  for  any  spacing  and  therefore  need  not  be  considered  in 
fixing  the  volume. 

22  X  8.25  X   16 

Assume  the  thickness  of   counterfort  as  16  in.,  and  volume  will  be- — —121 

2X12 

121 

CU.  ft.,  and  for  one  foot  of  length  of  wall, .    Because  of  the  greater  cost,  per  unit  of  volume, 

of  the  counterforts  over  that  of  the  slab  work  in  a  wall  of  this  type,  the   quantity  representing 
the  counterfort  volume  may  be  increased  by,  say^  100%.    The  expression  for  this  quantity  thc.i 

becomes  —  X  2.    Hence  total  volume,  ^—  2.6*  +  1.9*  +  —  X  2 

X  X 

or  ^—  4.5;^  -h  ~~~  and  "i^""  4'S  —  •    a    ^  o  (for  minimum,  first  derivative  equals  zero). 


X 

242 


"Vs- 


7.3  ft.      For  practical  purposes,  say  8  ft. 
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Horizontal  FootingSUb. 
This  slab  may  be  con- 
sidered as  composed  of 
narrow  strips  uniformly 
loaded  and  supported  by 
the  coimterforts.  The 
loading  is  the  difference 
between  the  weight  of  the 
earth  above  it  plus  the 
vertical  component  of 
the  earth  pressure,  and 
the  upward  pressure  of 
the  soil.  As  indicated 
in  the  drawing,  this  dif- 
ference is  a  maximum 
at  a  and  decreases  to- 
ward b.  In  this  case 
the  maximum  unit  load- 
ing is  5566  —  241=5325 
lb.  per  sq.ft.  The  max- 
imum bending  moment  in 
this  slab,  considering  it  as 
partly  continuous  is 
^^^    53^5  X  64  X  12 

10 
—  40  800  in.  lb.     Depth 
of    steel,    d    —    0.29  X 

o.ii8\/4o8oo  — 2i.75in., 
hence  thickness  may  be 
^taken  as  23.25  in.  The 
area  of  concrete  is  then 
261  sq.  in.,  hence  area  of 
steel  required  is  ^4,  =  i  .31 
sq.  in.,  which  is  satisfied 
by  J-in.  bars  spaced  5  J 
in.  on  centers.  The 
thickness  of  this  founda- 
tion slab  may  be  made  uniform,  and  the  spacing  of  the  rods  increased  as 
the  loading  decreases. 

The  negative  bending  moment  must  be  provided  for  by  introducing  at 
the  top  of  the  slab,  under  the  counterforts,  short  rods  of  equal  size  and  spac- 
ing to  the  bottom  ones  or  else  these  bottom  rods  must  be  bent  down  at  each 
counterfort.     (See  p.   496.) 

Counterforts.  A  counterfort  is  really  an  upright  cantilever  beam  sup- 
ported by  the  horizontal  foundation  slab  and  carrying  as  its  load  the  vertical 
slab  of  the  wall,  which,  in  turn,  takes  the  earth  pressure.  The  thickness  of 
the  coiuiterfort,  which  must  be  sufficient  to  insure  rigidity  and  resist  unequal 
pressures  during  construction,  may  be  selected  by  judgment. 


i:oMO|iTuoiNAi.|  I    n  •i, 


*^5(  aioo. 
a 


Fig.  344. — ^Design  of  Retaining  Wall  with  Coim- 
terforts.    {See  p,  765.) 
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To  determine  the  quantity  of  steel  required  in  the  counterfort,  we  find  the 
horizontal  component  of  the  earth  pressure  per  foot  of  wall  to  be  (from  for- 
mula (2),  p.  758)  .41  X  22  X  22  X  100  X  .819  =  16  200  lb.;  hence,  the  total 
force  trp.nsmitted  to  the  counterfort,  since  they  are  spaced  8  ft.,  is  8  X  16  200 
»  129  600  lb.    Since  the  force  acts  at  one- third  the  height,  the  bending  moment  is 

22 
M  =  129  600  X  —  X   12  ==  II  400  000  in.  lb.    The  thickness  of  the  coonter- 

3 
fort  is  taken  at  16  in.,  the  depth  to  steel,  d  »  no  in.    From  Formula  (i),  p.  481,  C» 

=  0.130.     By  interpolation  in  Table  16,  on   page  597, 


1   M         If  II 


I  400  000 

between  items  3  and  4,  the  required  ratio  of  steel,  p  »  0.00416  and  area  of  steel 
-4,  =»  no  X  16  X  .00416  =  7.36  sq.  in.     Six  ij-in.  roimd  bars  will  satisfy  this. 

The  portion  of  the  counterfort  receiving  the  greatest  tension  is  the  inclined 
edge,  so  these  bars  are  placed  near  to  .this  surface.  Besides  these  bars, 
horizontal  and  vertical  bars  are  necessary  to  tie  the  vertical  and  horizontal 
slabs  to  the  counterfort,  to  transfer  the  forces  and  provide  for  diagonal  ten- 
sion. These  bars  should  be  bent  into  the  slabs  to  obtain  as  good  a  bond  as 
possible.  The  principal  tension  bars  in  the  counterforts  also  must  be  well 
imbedded  in  the  horizontal  foundation  slab,  and  bent  so  as  to  attain  their 
full  strength  in  tension.     The  value  of  hooking  is  discussed  on  page  438. 

COPINGS 

On  many  structures  a  coping  is  necessary  and  frequently  it  must 
be  built  separately  from  the  main  wall.  Instead  of  stopping  at  the 
underside  of  the  coping,  the  Delaware,  Lackawanna,  &  Western 
R.  R.  has  found  it  more  economical  and  better  workmanship  to  carry 
the  main  wall  i^  inches  above  the  bottom  of  the  coping,  and  after  the 
concrete  has  set,  to  place  the  coping  form  tightly  against  the  face  of  the 
wall*  and  pour  the  concrete. 

DAMS 

In  dams  the  important  requirements  are  strength  and  water-tightness, 
low  cost,  and  speed  in  construction.  Current  practice,  as  indicated  by 
the  written  opinions  of  engineers  and  by  structures  actually  built,  indi- 
cates that  concrete  on  the  whole  fulfills  these  requirements  better  than 
any  other  material.  Wtile  this  is  true  of  the  standard  gravity  section, 
it  is  particularly  true  of  thin  arch  dams,  reinforced  or  plain,  and  of 
hollow  reinforced  dams,  both  of  which  have  proved  satisfactory. 

Under  the  present  methods  of  concrete  construction,  stone  masonry 
is  nearly  always  more  expensive  than  concrete  or  rubble  concrete.  In 
some  cases  where  the  cost  of  transporting  cement  from  the  nearest  mill 

*  Bngineenng  Record,  Aug.  19,  xgix,  p.  sax. 
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to  the  dam  site  has  been  prohibitive,  instead  of  using  masonry,  it  has 
been  more  economical  to  set  up  a  mill  and  manufacture  cement  on  the 
job.  Sand-cement,  for  example,  was  used  on  the  Lohantan,  Nevada, 
dam*  and  hydraulic  lime  on  the  "Tiger  Hill"  damf  in  Mexico. 

The  choice  between  plain  and  rubble  concrete  and, — if  the  latter  is 
selected — the  amount  of  rubble  to  use,  is  governed  by  local  conditions, 
and  comparative  estimates  must  be  made  in  each  case.  Large  stones 
save  cement,  crushing,  and  mixing,  but  placing  them  in  the  dam  has 
become  slow  work  compared  to  placing  concrete  by  up-to-date  methods, 
and  frequently  an  independent  plant  must  be  used  to  place  the  rubble. 
In  the  Medina  Valley  damj  only  10%  of  rubble  was  used,  as  it  was 
found  that  a  larger  percentage  would  have  so  delayed  the  progress  of 
the  work  that  interest  and  overhead  charges  would  have  outrun  all 
saving  in  cement,  crushing,  and  mixing.  On  the  Las  Vegas,  New 
Mexico§  dam  bids  were  received  for  both  concrete  and  rubble,  and  the 
concrete  design  proved  cheaper.  On  the  same  type  of  dam  built  in 
AustraHa,||  30%  of  rubble  was  used.  In  the  Shoshone  dam^f  25% 
of  rubble  was  used. 

The  dam  at  Boonton,  N.  J.,  a  section  of  which  is  shown  in  Fig.  246, 
p.  772,  contains  240  000  cubic  yards  of  concrete  rubble,  and  was  built 
at  a  contract  price,  not  including  the  cement,  of  $1.98  per  cubic  yard. 
Only  0.6  barrel  Portland  cement  was  used  per  cubic  yard,  although 
the  proportions  of  the  concrete  matrix  were  i  :  2f  :  6j.  This  small 
quantity  of  cement  was  due  to  the  large  proportion  of  stones  which 
averaged  from  one  yard  to  2I  yards  each  and  occupied  55%  of  the 
total  volume.  The  contract  price  mentioned  includes  the  preparation 
of  the  large  stones  and  the  crushed  stone,  and  their  transportation  from 
a  quarry  three  miles  away.  It  is  believed  by  the  authors  that  the  price 
and  also  the  quantity  of  cement  per  cubic  yard  represent  minimum 
figures  in  first-class  construction,  but  the  force  account  showed  that 
the  contractor  was  making  a  fair  profit,  and  inspection  of  the  work  and 
its  water-tightness  prove  that  there  was  no  skimping  in  the  use  of 
cement.  On  this  particular  job  the  quotation  of  the  highest  bidder 
was  nearly  double  the  accepted  price. 

The  concrete  should  be  of  soft  mushy  consistency  and  the  large 
stones  dropped  onto  it  and  joggled  with  bars*  in  order  to  obtain  proper 

*  L.  E.  Sale  in  Engineering  and  Contracting,  December  3, 19x3,  p.  623. 

t  Guy  S.  Newkirken,  Engineering  News,  July  3,  1913,  p.  19. 

}  Terrell  B&rtlett  in  Engineering  Neva,  Sept.  11,  1913,  p.  508. 

f  Charles  W.  Sherman  in  Engineering  News,  October  27,  1910,  p.  446. 

I  L.  A.  B.  Wade  in  Engineering  News,  May  19,  19x0,  p.  588. 

t  H.  N.  Savage  in  Engineering  News,  December  9,  1909,  p.  627  and  June  9,  19x0,  p.  679. 
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imbedment.  In  the  Boonton  dam  the  consistency  was  about  that  of 
pea  soup  and  the  rubble  stone  was  dropped  with  considerable  force. 

Types  of  Dams.  The  standard  dam  section  continues  to  be  the 
gravity  type,  but  the  hollow,  arch,  and  multiple  arch*  are  gaining  favor 
in  situations  particularly  adapted  to  them.  In  some  cases  where  a 
narrow  rock  gorge  makes  the  arch  design  possible,  a  gravity  section 
has  been  used  and  the  dam  arched  to  provide  an  additional  factor  of 
safety  or  to  prevent  cracking.  In  other  cases,  dams  have  been  built 
arched  with  a  partial  gravity  section  where  failure  would  result  incase 
the  arch  action  did  not  take  place.  There  are,  also,  many  dams  in 
existence  designed  as  arches,  pure  and  simple,  with  very  thin  sections, 
and  some  not  even  reinforced.  An  arched  damf  at  Crowley  Creek, 
Boise,  Idaho,  55  feet  high,  5.2  feet  wide  at  the  base,  and  3  feet  wide  at 
the  top,  was  raised  to  a  height  of  90  feet  with  a  base  9.2  feet  and  a 
crest  3.2  feet  wide.  No  reinforcement  was  used.  On  the  other  hand, 
when  the  Sweetwater  dam  near  San  Diego,  California,  was  enlarged,  f 
it  was  changed  from  arch  to  gravity  section  because,  as  the  addition  was 
built  with  the  reservoir  filled,  it  was  doubtful  if  the  old  and  new  parts 
could  be  made  to  act  together  as  an  arch. 

The  Las  Vegas  dam  required  two-thirds  the  yardage  that  a  gravity 
section  would  have  taken. 

The  hollow  reinforced  concrete  dam§  reduces  the  quantity  and  cost 
of  materials  but  permits  a  very  broad  base,  and  a  sloping  watertight 
deck  upstream  by  means  of  which  the  water  pressure  is  made  to  increase 
instead  of  oppose  stability.  An  example  of  this  t5rpe  of  dam — ^patented 
— is  shown  in  Fig.  245,  page  771. 

DESIGN  OF  DAMS 

Gravity  Dams.  Gravity  dams  must  be  constructed  to  withstand 
overturning  and  sliding  caused  by  water  pressure  or  by  ice  pressure  on 
the  upstream  face;  also,  water  pressure  on  the  base  and  on  the  interior 
horizontal  planes  must  be  allowed  for. 

To  avoid  tension  in  the  foundation  it  is  necessary  that  the  resultant 

*  A  partial  list  of  arch  daxos  is  given  in  Engineering  News,  October  37,  xgio,  p.  517,  and  November 
10,  Z910,  p.  sao.  Other  arch  dams  are  described  in  Engineering  and  Contracting,  May  30,  19141  P-  587 
and  594,  and  Transactions  American  Society  of  Civil  Engineers,  Vol.  LXXV,  p.  11 3  and  Vol.  LXXVIII, 
pp.  564  and  6S5.  Multii^e  arch  dams  are  described  in  Engineering  News,  April  30,  Z9X4>  P-  963;  April 
95f  I9i5>  P-  818;  May  37,  19x5,  p.  1909;  and  October  38,  X915. 

t  Engineering  Record,  June  20,  29x4,  p.  693. 

X  The  design  and  methods  of  construction  are  discussed  by  James  D.  Schuyler  in  Engineering  Record, 
September  3,  xgzx,  p.  364. 

§  Four  studies  by  Edward  W^;man  ior  such  a  hollow  dan^  for  Stony  River  are  shown  in  Engineering 
News,  September  5, 19x3,  p.  446. 
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of  all  the  forces  of  pressure  and  weight  shall  pass  through  the  middle 
third  of  the  base.  Dangerous  sUding  need  not  usually  be  feared  if  the 
dam  is  designed  to  resist  overturning.  In  considering  the  resistance  of 
friction,  Mr.  Joseph  P.  Frizell*  states  that  smooth  stone  slides  on 
smooth  stone  under  a  horizontal  force  of  two-thirds  its  weight,  and  to 
slide  on  gravel  or  clay,  stone  requires  a  force  nearly  equal  to  its  weight. 
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Fig.  245. — Section  through  Reinforced  Concrete  Dam  at   Estacada,  Oregon. 

{Ste  p.  770.) 

The  pressure  of  the  water  upon  any  submerged  surface  is  equal  to 
the  area  of  the  surface  in  square  feet,  times  the  weight  of  a  cubic  foot 
of  water,  times  the  depth  of  the  center  of  gravity  of  the  surface  below 
the  water  level.  This  pressure  tends  to  overturn  the  dam,  and  is  re- 
sisted by  the  weight  of  the  dam,  and  in  some  cases,  where  the  up- 
stream face  slopes,  b\'  the  weight  of  the  water  upon  the  dam. 

The  treatment  in  Frizeirs  Water  Power  of  the  location  of  the  center 
of  pressure,  and  the  moment  produced  by  it,  is  especially  clear  and 
practical. 

Fig.  246  represents  a  section  through  the  overflow  of  .  he  rubble  con- 
crete dam  at  Boon  ton,  N.  J.,  already  referred  to  on  pagv.  769.  The 
extreme  height  of  the  dam  at  the  highest  point  above  the  focfidations 


*  Fruxell's,  "Water  Power,"  p.  19. 
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is  no  feet.  Ah  interesting  practical  test  of  the  water-tightness  of  om- 
crete  occurred  when  the  reservoir  was  filled.  A  vertical  well  was  left  in 
the  dam  in  order  to  provide  access  to  two  drainage  gates,  and  althoi^h 
the  water  in  the  reservoir  was  loo  feet  deep,  and  was  separated  from 
the  well  by  only  5  feet  6  inches  of  concrete  miiied  in  the  proportions 
I  :  aj  :  6j,  the  well  remained  entirely  dry. 


Fig.  346. — Section  through  Overflow  of  Boonton,  N.  J.,  Dam.     (See  p.  772,} 

Upward  Water  PresBnre.  With  a  firm  and  impervious  foundation, 
there  is  little  likelihood  of  material  upward  pressure  on  the  base,  and 
with  first-class  construction  horizontal  joints  may  be  made  practically 
impervious.  With  permeable  material  or  thin  strata  between  which 
the  water  can  penetrate  upward,  pressure  is  bound  to  occur  and  must 
be  provided  for  in  one  of  three  ways:  (i)  making  the  dam  heavy  enough 
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to  overcome  the  upward  pressure;  (2)  draining  the  foundation,  and 
if  necessary,  the  interior;  and  (3)  making  the  pervious  foundation  im- 
pervious. 

The  allowance  for  upward  pressure  varies  not  only  with  the  struc- 
tural conditions  but  also  with  the  possibility  of  property  damage  and 
loss  of  life  in  case  of  failure.  In  the  Kensico  dam  for  New  York  City 
a  pressure  of  two-thirds  the  total  head  at  the  heel,  and  zerp  at  the  toe 
was  assumed,  and  in  spite  of  an  interior  drainage  system,  similar  pres- 
sures were  assumed  on  all  interior  construction  joints. 

The  few  tests  made  indicate  beyond  all  question  that  upward  pressure 
does  take  place  on  the  base  of  a  dam  if  the  foundation  is  poor.  German 
tests*  showed  a  pressure  equivalent  to  the  full  head  near  the  heel  and 
one-half  the  full  head  near  the  toe.  A  valuable  and  complete  account 
of  laboratory  and  of  field  tests,  both  on  a  small  scale  and  on  full  size 
structures,  is  given  by  Captain  W.  A.  Mitchell  in  Professional  Memoirs, 
U.  S.  Army,  for  January-February,  1915.  Tests  on  adhesion,  upward 
water  pressure,  and  percolation,  including  original  army  tests  and  those 
described  in  Uterature,  are  summarized,  conclusions  drawn,  and  the 
application  of  the  evidence  to  the  design  of  dams  is  discussed. 

Under-drainage  is  economical  and  is  accomplished  by  sinking  a  cut- 
off wall  near  the  heel  of  the  dam,  and  draining  off  through  drain  tilef 
all  water  that  passes  it.  The  hollow  dam  may  be  buUt  with  no  floor, 
thus  providing  the  freest  possible  drainage  once  the  seepage  gets  by  the 
cut-off  wall. 

During  the  construction  of  the  Lost  River  Dam,  in  Oregon  and  Cali- 
fornia, one-half  the  weep  holes  under  the  floor  became  stopped.  The 
floor  bulged  up  imder  the  upward  pressure,  falling  as  soon  as  the  drain- 
age channels  were  put  back  in  commission.} 

Interior  drainage  is  provided  in  much  the  same  way  as  under-drainage. 
In  the  Olive  Bridge  and  the  Kensico  §  dams,  in  New  York,  vertical  pipes 
were  used,  while  in  the  Loch  Raven  ||  dam  near  Baltimore  the  drains 
were  laid  horizontal. 

Grouting  is  extensively  employed  in  improving  poor  foundations. 
Seamy,  porous  rock,  limestone  full  of  cavities,  and  sand  and  gravel  beds 
may  be  made  reasonably  tight  by  sinking  drill  holes  and  pumping  in 


*  C.  R.  Weidoer  in  Engineering  News,  July  3if  i9X3«  P«  20a. 

^Engineering  Record,  September  14,  191 2,  p.  284;  Engineering  and  Contracting,  February  17,  1915, 

150. 

X  W.  W.  Patch  in  Engineering  News,  April  30,  19x4,  p.  968. 

I  Alfred  D.  Flinn  in  Engineering  News,  Apr.  15,  1913,  p.  772. 

I  Engineering  and  Contracting,  Feb.  17,  1915,  p.  175. 
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grout  under  pressures  of  about  loo  pounds.  The  Lahontan  dam  site* 
in  Eastern  California  for  example,  was  treated  in  this  way. 

Ice  Pressure.  Ice  pressure  depends  not  only  on  climate,  but  also 
on  the  shape  of  the  storage  basin.  In  a  narrow  gorge  where  the  ice 
cannot  expand  up  the  banks,  it  sometimes  exerts  large  pressure  on  the 
dam.  In  a  dam  near  Minneapolis  this  caused  complete  failure,  and  in 
a  second  case  failure  was  narrowly  averted  by  cutting  the  ice  away 
from  the  dam  face.  In  the  Kensico  Dam,  an  ice  pressure  allowance 
of  23.5  tons  per  linear  foot  was  made.  In  wing  walls,  particularly, 
provision  must  be  made  in  northern  climates,  not  only  for  ice  pressure, 
but  in  connection  with  small  dams,  for  the  possibility  of  tipping  as  the 
j)ond  rises  under  the  ice. 

Flash  Boards.  Flash  boards  for  an  arch  dam  may  be  designed  to 
eliminate  arch  action  in  the  boards  themselves  by  making  the  boar^ 
long  enough  and  placing  them  so  that  the  ends,  instead  of  butting, 
overlap. 

Movable  dam  crestsf  are  sometimes  necessary. 

Durability.  Concrete  in  dams  has  proved  as  durable  as  any  other 
material.  The  destructive  agencies  are  abrasive  material  in  the  water 
flowing  over  the  dam,  certain  chemicals  In  the  water  adjacent  to  or  seep- 
ing through  the  dam,  and  frost  action. 

Large  quantities  of  hard  sand  and  gravel  flowing  over  the  dam  wear 
awav  the  concrete  face,  and  measurements  have  shown  that  half  an 
inch  has  been  lost  in  this  way  in  a  comparatively  few  years.  The 
amount,  however,  is  a  very  small  proportion  of  any  dam  and  does  not 
affect  the  stability.  An  allowance  should  be  made,  however,  in  design- 
ing dams  with  thin  sections  and  in  protecting  reinforcing  bars  with  a 
sufficient  thickness  of  concrete.. 

CORE  WALLS 

Concrete  is  largely  superseding  rubble  masonry  for  core  walls  in  earth 
dams  and  dikes.  The  forms  can  be  roughly  made  without  reference  to 
the  appearance  of  the  faces,  while  a  thin  wall  of  concrete  may  be  built 
water-tight  more  easily  than  one  of  rubble  masonry.  Unless  reinforced, 
core  walls  are  generally  of  the  same  thickness  as  those  of  rubble  masonry. 
The  Natural  cement  concrete  core  wall  of  the  Sudbury  Dam,  built  by  the 
Boston  Water  Commissioner  and  his  successor  upon  the  work,  the  Metro- 
politan Water  Board  of  Massachusetts,  is  2  feet  thick  at  the  top,  with  a  batter 

•  D.  W.  Cole  in  Engineering  Record,  March  29,  1913,  p.  340. 

t  Ernest  W.  Schroder  in  Engineering  News,  October  27,  1910.  P-  Si7. 

t  W.  I..  Marshall  in  Engineering  News,  June  4.  I9i4t  P-  1264. 
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of  one  in  fifteen  on  both  faces,  until  it  reaches  a  maximum  width  of  10  feet. 
At  Spot  Pond  Reservoir,  several  dikes  with  core  walls  of  Portland  cement 
concrete,  of  15  to  18  feet  average  height,  are  2  J  feet  in  thickness  throughout. 

The  dike  for  the  Jersey  City  Water  Supply  Company  at  Boonton,  N.  J., 
is  designed  for  a  total  height  of  54  feet.  The  lower  30  feet  is  4  feet  8  inches 
thick,  and  at  this  height  it  begins  to  batter,  so  as  to  reach  a  width  of  3  feet 
at  the  top. 

Although  core  walls  may  often  be  economically  built  of  rubble  concrete, 
the  stones  must  be  of  smaller  size,  and  cannot  occupy  so  large  a  volume  of 
the  mass  as  in  gravity  dams,  since  the  sections  are  thinner.  In  the  construc- 
tion of  the  Boonton  Dike,  mentioned  above,  one  contractor  was  placing  rub- 
ble to  the  extent  of  20%  of  the  total  mass,  while  another  was  placing  33%. 
In  the  former  case  the  stones  were  loaded  on  to  derrick  skips  and  unloaded 
by  hand;  in  the  latter  case,  they  were  hooked  by  the  derrick.  This  33% 
probably  represents  a  maximum  for  a  wall  5  feet  thick  or  less. 

Since  a  thin  wall  of  reinforced  concrete  may  be  made  equally  strong,  and 
more  elastic  than  a  thick  wall  of  plain  concrete,  reinforcement  may  event- 
ually be  employed  to  reduce  th6  section,  and  therefore  the  quantity  of 
material. 

TEMPERATURE  CHANGES  IN  CONCRETE  DAMS 

The  temperature  variations  in  concrete  dams,  due  to  chemical  action 
of  the  cement  in  setting  and  to  atmospheric  temperature  changes,  are 
important  as  effecting  the  expansion  and  contraction.  Investigations 
have  been  made  in  the  Boonton,  N.  J.,  dam,  the  Panama  Canal  locks,* 
the  Arrowrock  damf  in  Idaho,  and  the  Kensico  damf  in  New  York. 

The  results  th\is  far  obtained  indicate  that  the  temperature  rise 
caused  by  the  heat  of  setting  is  governed  by  the  richness  of  the  concrete 
and  by  the  opportunities  for  radiation  while  the  heat  is  being  generated. 
Radiation  is  greatest  in  small  dams  and  in  large  dams  built  in  relatively 
thin  layers  where  each  layer  partially  sets  before  another  is  added. 
The  seasonal  temperature  changes,  after  setting  heat  is  dissipated,  are 
governed  by  the  atmospheric  temperature  changes  and  by  the  dimen- 
sions of  the  dam. 

The  method  of  making  the  observations  has  an  important  effect  on 
the  results;  thus  at  Arrowrock  the  concrete  in  which  the  thermometer 
was  buried  was  placed  slowly,  in  layers,  allowing  considerable  radiation, 
while  at  Kensico  the  reverse  was  the  case. 

*  Z910  Report,  Isthmian  Canal  Commission,  p.  133. 

t  Trans.  American  Society  of  Civil  Engineers,  Vol.  LXXIX,  1915,  p.  1335. 

t  American  Society  of  CivO  Engineers,  Vol.  LXXIX,  19x5,  p.  1347. 
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Setting  Heat.  The  rapid  rise  in  temperature  due  to  chemical  changes 
reaches  a  maximum  in  a  few  days  or  a  few  weeks  after  the  concrete  is 
placed  and  lasts  for  one  or  more  years.  Observations  indicate  in  a 
general  way  that  the  total  rise  above  the  temperature  of  the  air  during 
concreting  is  from  25°  to  40^  Fahr.  and  that  this  maximum  is  apt  to  be 
attained  in  the  first  week,  or  at  the  most,  the  first  month.  The  obser- 
A'ations  on  the  Boonton  dam,  which  is  94  ft.  high  by  55  ft.  wide  at  the 
base,  and  made  with  a  lean  1:3:7  mix,  showed  the  maximum  tempera- 
ture at  24  hours  with  a  gradually  decreasing  temperatiure  up  to  about 
a  year.  The  Arrowrock  dam,  315  ft.  high  by  215  ft.  wide  at  the  base, 
built  with  a  richer  i :  2 J :  5  mix,  showed  that  the  concrete  20  ft.  or  more 
from  the  face  is  affected  by  the  setting  heat  for  several  years,  that  near 
the  center  for  as  much  as  five  years.  The  investigations  at  the  Kenisco 
dam,  which  is  nearly  as  rich  as  the  Arrowrock,  were  more  exhaustive 
than  the  others,  but  substantially  confirmed  the  results  indicated.  In 
these  investigations  the  variation  in  rise  was  shown  to  dep>end  in  a 
measure  upon  the  richness  of  the  concrete.  The  maximum  tempera- 
ture was  reached  at  a  period  varying  from  five  to  ninety-five  days. 

Effect  of  Atmospheric  Changes.  Observations  on  the  effect  of  sea- 
sonal atmospheric  changes  are  complicated  by  setting  heat  for  one  or 
more  years  after  the  dam  is  built.  The  temperature  of  the  concrete 
varies  much  less  than  that  of  the  atmosphere.  For  example,  in  the 
Arrowrock  dam,  with  a  daily  atmospheric  variation  of  50°  Fahr.,  the 
variation  in  the  temperature  of  the  concrete  one  foot  from  the  face  was 
only  2°  Fahr. ;  the  seasonal  changes,  on  the  other  hand,  produce  appreci- 
able effects.  In  the  Arrowrock  dam,  with  a  seasonal  change  of  75° 
Fahr.;  the  temperature  of  the  concrete  3^  ft.,  10  ft.,  and  20  ft.  from  the 
nearest  face  was  32°,  12°,  and  0°  Fahr.  respectively.  The  Boonton  dam 
observations  indicated  that  the  seasonal  range  in  temperature  of  the 
concrete  varied  with  the  seasonal  range  in  the  temperature  of  the  air, 
and  with  the  distance  from  the  dam  face,  in  accordance  with  the  formula 

where 

T  =  extreme  seasonal  range  of  temperature  of  air  in  degrees 

Fahr. 
R  —  extreme  seasonal  range  of  temperatiure  of  concrete  in  de- 
grees Fahr. 
D  =  distance  from  nearest  face  in  feet 

On  the  Boonton  dam,  T  =  135®  Fahr. 
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CHAPTER  XXVIII 

CONDUITS  AWD  TUNNELS 

Since  the  principal  stresses  in  arches  are  compressive,  concrete  is 
peculiarly  suitable  for  all  classes  of  arched  structures.  Tensile  stresses 
caused  by  eccentric  loading  may  be  provided  for  by  steel  reinforcement, 
and  excessive  compressive  stresses  by  reinforcement  or  by  increasing 
the  thickness  of  the  concrete,  or  by  both.  The  use  of  steel  may  also 
prevent  the  failure  of  thin  arch  sections  imder  suddenly  appUed  loads 
or  from  settlement  of  the  foundation. 

Furthermore,  improved  methods  of  construction  and  the  lower  price 
of  cement  have  so  reduced  the  cost  both  of  plain  and  reinforced  con- 
crete structures  that  conduits,  subways,  and  tunnels,  whether  arched 
or  of  rectangular  section,  are  now  built  of  concrete  where  stone  or 
brick  masonry,  or  steel,  would  formerly  have  been  used;  indeed,  the 
whole  undertaking  would,  through  high  cost,  in  many  cases  have  been 
rendered  uneconomical.  Concrete  arches  and  conduits  are  likely  to  be 
cheaper  than  brick  even  at  the  same  price  per  cubic  yard  because  the 
greater  strength  of  the  concrete  makes  a  thinner  section  possible. 

CONDUITS 

Present  Practice.  Until  within  a  comparatively  few  years  concrete 
was  used  in  conduits  with  considerable  caution  and  largely  from  an 
exp)erimental  point  of  view.  At  present,  however,  standard  practice 
dictates  the  use  of  concrete  imder  practically  all  conditions,  the  selec- 
tion of  the  material  being  governed  simply  from  the  standpoint  of  costs. 
Conduits  of  both  large  and  small  size  are  usually  cast  in  place,  but 
circular  pipe  as  large  as  9  feet  in  diameter  is  frequently  pre-cast.*  In 
sewer  systems  the  brick  lining  for  the  invert  is  retained  where  there  is 
danger  of  injur}-  to  the  concrete  through  acids.  In  irrigatioo  works 
special  precautions  are  needed  to  prevent  failure  from  alkalis  in  the  soil. 

Among  the  best  examples  of  large  conduits  are  those  built  by  the 
New  York  Board  of  Water  Supply  t,  the  cities  of  Los  Angeles  J  and  Balti- 

*  J.  C.  Lathrop  in  Engineering  Record^  Oct.  2,  19x4,  p.  386:  and  Engineering  News,  Mar.  2s,  191 5. 
p.  600. 

t  Fred  F.  Moore  in  Engineering  Record,  October  28, 191  z,  p.  501;  and  Walter  £.  Spear  in  Engineering 
News,  January  15,  1914.  P-  150- 

t  Engineering  Record,  November  x,  19x3.  p.  486;  and  Burt  A.  Heinly  in  Eeigimeermg  News,  June  19 
X913.  P'  1357* 
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more.*  The  sewer  systems  of  both  Baltimore  and  San  Franciscof 
afford  examples  of  fairly  large  and  medium  sized  conduits.  The  U.  S. 
Reclamation  Service  has  developed  the  best  practice  in  the  building  of 
irrigation  works.  J 

Comparison  of  Brick,  Steel  and  Concrete  Conduits.  In  designing 
conduits  for  exterior  pressure,  brick  and  concrete  are  available,  but 
pressure  conduits  must  be  made  of  steel  or  reinforced  concrete. 

Concrete  is  almost  always  cheaper  than  brick,  running  from  20%  to 
even  50%  less  in  cost.  Even  at  the  same  cost  per  cubic  yard,  centering 
included,  concrete  has  an  advantage,  for,  being  stronger,  less  material 
is  required  and  therefore  less  excavation.  Metcalf  &  Eddy§  state  that 
"In  general,  concrete  is  more  desirable  than  brick,  but  where  brick 
masonry  can  be  had  much  cheaper  than  concrete  it  may  be  advisable 
to  build  the  sewer  of  brick." 

Water-tightness  of  Concrete  Conduits.  It  is  practically  impossible 
to  make  a  conduit  of  any  material  absolutely  water-tight,  because  of 
contraction  or  shrinkage  and  inequalities  in  settlement.  In  gravity 
conduits  ground  water  leaks  in,  and  in  pressure  conduits  water  leaks 
out.  In  brick  and  steel  the  leakage  is  through  the  joints.  In  concrete 
of  thin  section  occasional  porous  places  are  liable  to  occur  even  in  good 
construction,  but  here  also  the  principal  leakage  is  through  the  joints 
between  different  sections. 

The  flow  niay  be  reduced  so  low  as  to  be  negligible  by  using  enough 
steel  to  insure  against  shrinkage,  settlement,  or  stress  cracks,  and  by 
using  such  proportions  in  mixing  and  care  in  construction  as  will  insure 
a  uniformly  dense  mixture.  If  construction  joints  are  used,  leakage 
may  be  prevented  by  stepped  joints,  sheet  lead  or  similar  connections. 

Extensive  tests  have  been  made  on  short  sections  of  conduit.  The 
New  York  Board  of  Water  Supplylj  in  tests  of  pipe  made  up  of  seven 
30-foot  lengths  II  feet  in  diameter,  8  inches  thick,  of  i  :  2  :  3 J  concrete, 
found  28  000  gallons  leakage  per  mile  per  day  with  a  15-pound  pressure 
and  1 14  000  gallons  per  mile  per  day  under  a  40-pound  pressure.  Tests 
made  some  years  later  by  the  Board  on  a  length  of  thirty  2  7 -foot  sec- 
tions of  the  finished  Catskill  Aqueductif  showed  that  the  leakage  was 
almost  entirely  through  the   construction  joints,  with  a  progressive 

*  Calvin  W.  kendrick  in  Engineering  Recotd^  May  30,  19x4,  p.  604. 

t  Engineering  News,  Febniaiy  18,  1915,  p.  305. 

X  C.  A.  Farwell  in  Engineering  Record^  May  15,  1915,  p.  633. 

§  American  Sewerage  Practice,  Vol.  I,  Design  of  Sewera,  p.  401. 

II  Engineering  Record,  April  23.  1910,  p.  566. 

f  Engineering  Record,  September  5,  19x4,  p.  276. 
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diminution  in  amount  with  lapse  of  time  entirely  independent  of  the 
temperature  influence,  and  that  the  method  of  stopping  leakage  through 
the  joints  by  filling  with  Portland  cement  grout  is  satisfactory,  effective, 
and  permanent.  The  City  of  Philadelphia*  in  tests  of  two  4-foot 
lengths  of  36-inch  circular  pipe  4  inches  thick  made  of  i  :  2  :  3J  con- 
crete 30  days  old,  found  12  000  gallons  j)er  mile  per  day  under  a  5 
pound  pressure. 

Durability  of  Concrete  Inverts.  Concrete  inverts  have  proved  in 
practice  to  be  equal,  if  not  superior,  in  durability  to  stone  and  the  best 
vitrified  brick  in  resisting  erosion  by  abrasive  materials  transported 
under  high  velocities.  Where,  however,  concrete  is  subjected  to  severe 
chemical  action  it  must  be  protected.  For  example,  where  the  sewerage 
is  exceedingly  stale,  or  impregnated  with  deleterious  chemicals,  such  as 
sulphuric  acid,  or  where  the  sewer  is  badly  ventilated,t  a  partial  or 
complete  lining  of  vitrified  brick  is  advisable. 

The  ability  of  Portland  cement  mortar  to  resist  erosion  is  illustrated 
by  the  concrete  sewers  built  at  Duluth,  Minn,  After  twenty  years  of 
wear,  they  showed  no  appreciable  deterioration  or  enlargement  in  diam- 
eter, while  brick  sewers  laid  at  the  same  time  required  rebuilding  after 
six  or  seven  years.  A  section  of  the  Duluth  drains,  about  2  000  feet 
long  and  4  feet  in  diameter,  was  built  on  a  13  per  cent  grade  where  the 
velocity  of  the  water  was  42  feet  per  second,  with-  an  invert  of  flat 
granite  flags  laid  with  i :  i  Portlanci  cement  joints.  The  flow  of  water 
during  heavy  storms  was  tremendous,  carrying  down  with  it  quantities 
of  sand  and  boulders,  but  after  two  years  of  wear  the  invert  showed 
ridges  of  mortar  between  the  granite  flags,  indicating  that  the  Portland 
cement  mortar  was  more  durable  than  the  granite. 

•  The  velocities  of  water  flowing  in  conduits,  however,  under  certain 
conditions  must  be  limited.  Experience  of  the  U.  S.  Reclamation 
Service  t  shows  that  with  clear  water  and  no  change  in  direction  or 
velocity,  there  is  no  practical  limit  to  the  velocities  that  can  be  per- 
mitted without  harm.  With  changes  in  direction,  which  subjects  the 
concrete  to  impact,  rapid  erosion  may  result.  Water  carrying  large 
quantities  of  sand  at  a  velocity  of,  say,  70  feet  per  second,  may  produce 
considerable  damage. 

Interesting  pressure  tests  §  of  the  Lock  Joint  Pipe  Company  on  pre- 
cast pipes  showed  that  the  ordinary  methods  of  casting  joints  for  gravity 

•  A.  T.  Goldbeck  in  Journal  American  Concrete  Institute,  May  lyis,  p.  253. 
1  Metcalf  &  Eddy,  American  Sewerage  Practice,  Vol.  I,  Design,  a  tij. 
t  Arthur  P.  Davis  in  Engineering  News,  January  4,  1912,  p.  30 
%  Engineering  News,  December  4,  191 3,  p.  1x26. 


78o  A  TREATISE  ON  CONCRETE 

and  low  pressure  lines  were  inadequate  for  pressures  running  from  50 
to  90  pounds  per  square  inch.  The  difficulty  was  overcome  (i)  by 
casting  in  two  operations  instead  of  one,  the  second  consisting  in  filUng 
a  narrow  joint  left  to  provide  for  shrinkage  of  the  mortar  placed  by  the 
first  operation;  and  (2)  using  only  the  finest  cement  grains  of  which 
100%  passed  the  200-mesh  sieve. 

The  general  subject  of  water-tightness  or  impermeability  is  discussed 
in  Chapter  XVTII,  page  296. 

Design  of  Concrete  Conduits.  The  selection  of  shapes  and  sizes  of 
conduits  suitable  for  different  flows  of  water  and  sewerage  under  differ- 
ent conditions  is  treated' in  the  literature  of  hydrauHcs  and  sewerage. 
The  ordinary  methods  of  beam  and  arch  design  as  treated  in  Chapters 
XXII  and  XXV,  are  applicable  to  conduit  design.  Methods  of  deter- 
mining moments  and  pressures  are  outlined  on  page  781. 

The  choice  between  plain  and  reinforced  concrete  depends  largely 
upon  the  size  of  the  structure.  For  diameters  of  3  feet  and  under  the 
least  thickness  that  can  be  economically  placed  is  strong  enough  with- 
out any  reinforcement  unless  internal  pressure  is  present.  The  use  of 
steel  in  large  conduits  reduces  the  thickness  of  concrete,  but  the  cost 
and  difficulty  of  placing  the  steel  frequently  offsets  the  saving.  In  New 
York  City  it  was  found  economical  to  reinforce  sections  greater  than 
4  feet  in  diameter. 

The  concrete  proportions  vary  from  i  :  ij  :  3  or  i  :  2  : 4  for  the  con- 
duit proper  to  1:4:8  for  sub-foundations  and  filling  and  backing. 
For  this  latter  work  Natural  and  Puizolan  cement  may  be  used  if 
economical  in  cost.  The  dimensions  of  the  foundation  depend  upon 
the  character  of  the  ground  and  vary  from  point  to  point  on  the  same 
job. 

The  thickness  of  conduits  can  best  be  foimd  by  designing  for  the 
actual  loads.  Many  empirical  formulas  have,  however,  been  derived 
from  structures  sujccessfully  built  and  give  safe  results  in  practice.  Mr. 
W.  B.  Fuller's  rule*  is  as  follows: 

If  concrete  is  not  reinforced  and  ground  is  good — able  to  stand  with- 
out sheeting — ^make  crown  thickness  a  minimum  of  4  inches,  and  then 
one  inch  thicker  than  diameter  of  sewer  in  feet.  Make  thickness  of  in- 
vert same  as  crown  plus  one  inch  except  never  less  than  5  inches.  Make 
thickness  at  haunches  two  and  a  half  times  thickness  of  crown,  but 
never  less  than  6  inches.     This  rule  is  expressed  in  the  following  table: 

*  Personal  correspondence. 
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Thickness  0^ 
\ 

^  Conduits. 

Diameter  of  Conduit. 

Thickneas  of  Crown, 
inches. 

Thickness  of  Haunch, 
inches. 

Thickness  0!  Invert, 
inches. 

2 

6 

12 

4 

7 

13 

6 
18 
33 

5 
8 

14 

If  ground  is  soft  or  trench  is  unusually  deep,  these  thicknesses  must  be 
increased  according  to  experienced  judgment. 

If  reinforcement  is  used,  the  thickness  for  conduits  of  ordinary  sizes  is 
usually  determined  by  the  minimum  thickness  of  concrete  which  can  be 
laid  so  as  to  properly  imbed  the  metal.  This  minimum  for  the  large  diam- 
eters where  steel  is  advisable  may  be  taken  as  6  inches. 

MOMENTS  AND  PRESSURES 

The  external  pressure  on  structures  buried  in  the  ground  is  very  indefi- 
nite, depending  not  only  upon  the  character  of  the  fiU,  but  also  upon 
the  method  of  excavating  and  filling  the  trenches  and  tamping  the 
filling.* 

For  small  depths  up  to  3  feet  the  sum  of  the  weight  of  the  earth  and 
the  live  load  may  be  taken* as  acting  on  the  structure.  For  larger 
depths,  however,  the  sum  of  these  two  forces  would  be  excessive,  and 
may  be  decreased.  According  to  Mr.  Friihlingt  the  effect  of  the  live 
load  decreases  as  a  parabola  until  it  is  zero  at  i6j  feet,  and  maybe 
represented  by  formula  (i)  using  notation  below.} 


and 
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qi  =  w  (h  —  o.o6h^  +  0.0012^*) 


(i) 


(2) 


The  weight  of  the  earth  increases  only  to  a  depth  of  about  i6j  feet 
according  to  formula  (2)  and  is  constant  for  larger  depths. 

The  sum  of  the  force  qi  and  ^2  thus  found  gives  the  working  load  per 
square  foot.    Allowance  should  be  made  for  impact  when  necessary. 


*  For  an  excellent  treatment  of  this  subject  with  formulas  for  moments,  see  "Tests  of  Cast-Iron  and 
Reinforced  Concrete  Culvert  Pipe,"  by  Arthur  N.  Talbot,  University  of  Illinois,  Bulletin  No.  22,  1908. 

1  Handbuch  fOr  Eisenbetonbau,  Band  III,  p.  510. 

X  Notation,  qi  a  pressure  per  sq.  ft.  due  to  dead  load;  qt  "  pressure  per  sq.  ft.  due  to  live  load; 
Uf  *■  weight  of  earth  per  cu.  ft.;  £^  ~  unit  live  load;  h  »  depth  in  ft. 
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Ck^nduite  with  Arch  Top  Only.  The  computatioii  of  the  arch  is  similar 
to  that  for  an  arch  bridge,  and  is  given  in  Chapter  XXV.  The  loads 
are  carried  to  the  sides  of  the  arch  conduit,  which  act  as  abutments.  Ex- 
perience indicates  that  it  is  not  safe  to  count  to  a  large  extent  upon  the  filling 
at  the  sides  of  the  conduit  to  prevent  them  from  cracking. 

Longitudinal  bars  should  be  introduced  to  assist  in  providing  for  unequal 
settlement  as  well  as  to  resist  temperature  stresses. 

Girciilar  Pipes.  Under  vertical  forces  the  maximum  positive  moment  acts 
at  the  top  and  bottom  of  the  pipe  and  produces  tension  on  the  inside  surface, 
and  the  maximum  negative  moment  acts  on  the  sides,  causing  tension  on 
the  outside  surface*.    Double  reinforcement  however  is  usually  introduced. 

Rectangular  Conduits.  Square  and  rectangular  conduitsf  are  designed 
as  rigid  frames  loaded  by  weight  of  earth  and  live  load  acting  on  upper  hori- 
zontal slab,  reaction  acting  on  lower  horizontal  slab,  and  earth  pressure 
acting  on  sides  of  conduits.  The  stresses  may  be  computed  as  in  ordinary 
slabs  (see  page  485)  after  determining  the  moment  by  formulas  given  below. 

Let 
A/,  =  negative  moment  at  the  four  comers  and  at  the  center  of  vertical 

slabs,  caused  by  vertical  loads. 
M2  =  positive  moment  in  the  center  of  thetlower  or  upper  slab,  caused  by 

vertical  loads. 
Ii,Ih  —  moment  of  inertia  of  horizontal  and  of  vertical  slabs,  respectively. 
l,h  —  span  of  horizontal  and  of  vertical  slabs,  respectively. 
w  =  uniformly  distributed  load. 
Then 

M,  =  —  TT-T^rr  (3)  ^AM,^\-M,  (4) 

12    li^-Vhli  8 

The  formulas  apply  to  vertical  loads  as  indicated  above. 
For  earth  pressure,  assuming  it  as  uniformly  distributed,  these  same  for- 
mulas may  be  used,  but  the  earth  pressure,  which, acts  at  right  angles  to 
the  vertical  load,  causes  positive  moment,  Mj,  in  center  of  vertical  slabs  and 
negative  moment,  M,  at  corners  and  also  at  center  of  horizontal  slabs.  For 
the  earth  pressure  moments  /  and  h  must  be  transposed.  The  moments, 
Afj  and  Afa,  due  to  tarth  pressure  must  be  computed  separately  and  then 
may  be  combined  with  M^  and  if  j,  respectively,  due  to  vertical  loads.  The 
moments  to  be  combined  are  of  opposite  signs  and  their  sum  may  not  repre- 
sent the  most  unfavorable  condition,  which,  of  course,  must  be  selected. 

♦  See  footnote  t  page  781. 

j-  A  table  of  dimensions  and  reinforcement  for  square  and  for  rectangular  conduits  under 
different  conditions  is  given  by  Sanford  E.Thompson  in  "Concrete  in  Railroad  Construction,"  pub- 
lished by  the  Atlas  Portland  Cement  Co. 
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EXAMPIS8  OF  COVDURS 

The  Western  Aqueduct  of  the  ifetropoliian  Water  Works,  Massa- 
chusetts, built  on  a  gracier.t  of  one  in  5  00c.  has  in  lo<^^se  earth  a  t\i^icaJ 
sectJon  shown  in  Fig.  247-  In  c.omjjact  eariij  the  ex<:a vat  iun  i^  narrower, 
and  the  "width  of  base  is  reduced  as  shown  hx  one  or  the  other  of  tJie 
dotted  lines.  AB  or  CB.  In  embankment,  tJie  f<>unda"Lion  i<  carried 
lower  and  horizontal  reirJ"r»rcinp  r'.»d>  arc  ^omelimt-  j^iaced  at  i^.ttr^•ai^ 
just  below  the  brick  invert  lining.  A  lean  I-O'^iian''!  <emejT  concrete 
may  l»e  used  in  place  of  natural  cement  ton^re'e  .shown. 


V.         /LOCATIOM  OF  LCA0 
»lfc.       WATER-BTOPC  AT 
\    JOINT b  BETMrECM 
y.         ^    >£ECT»OM6  OF  AROM 

/  \ 


Pig. 


-T>-;>iLa.!  Seclivm  of  Weston  Aqueduct  in  Lo.»t-  Earth.      ^Scf  f.  7Si 


The  Jersey  City  Water  Suppl\-  Company  constructed  iri  loc;  a  con- 
duit reinforced  witi.  twisted  steel.  A  tyjjical  sectini..  taken  tiirough  a 
manhole,  L*  sihwt.  in  Fij:.  24^.  a-  desi^rned  by  ZVIr.  Wiliidm  B.  Fuher. 
Longitudinal  reiniorcenjent  con'-isl^  (>f  -/.  -inch  rod>  spaced  al^iut  18 
inches  apart,  and  circumferential  reinforc^-njent  i-  farmed  t>\-  rings  of 
I -inch  rcxis  about  12  in'.iies  apart.  'Jiiroj'jr.  r-j- k  c>j^>en  cut  the  metal 
was  placed  oniy  in  tiic  arcii,  and  as  far  aow:.  or.  each  bide  as  the  nlLiuc 
would  extend. 

A  reinforce^:  c»>ricrete  siphon*  was  built  it  Kjc^-^a.,  Spain,  to  operate 
under  a  maximun:  hear:  of  o^?.  feet.     Tik  irtbi'i*.  did.meter  i>  aoout  i:; 


*  Lu^tnte^tu    huvrl    I>fccmlier  ^     lyit    ;.  «. 
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feet,  and  the  walls  are  about  8  inches  thick  including  a  mortar  lining 
0.6  inch  thick.  Proportions  i  :  ij  :  2J  were  used  with  a  mortar  lining 
of  I  :  I.  The  reinforcement  varies  according  to  the  head,  but  imder 
the  full  head  there  are  circular  T-irons  2  by  2  by  J-inch  spaced  3!  inches 
on  centers  with  124,  ^-inch  longitudinal  rods.  The  siphon  was  laid  in 
a  foundation  of  porous  concrete  containing  a  drainage  channel  intended 
to  lead  away  all  seepage  without  danger  of  disturbing  the  stability  of 
the  pipe.    The  leakage,  however,  proved  scarcely  perceptible. 


COVER 


8QMARE  MANHOLE 


EINFORGINQ  METAL 


•  • 


O 


Fig.  248. — Typical  Section  of  Jersey  City  Water  Supply  Conduit  in  Loose  Earth. 

(See  p:  783,) 

Stren^h  tests.  Strength  tests  of  pre-cast  pipe  are  of  value  in  insur- 
ing the  imiform  quality  of  the  product.  A  simple  but  efl&cient  machine 
for  this  purpose  is  described  by  Prof.  Arthur  N.  Talbot  and  D .  A.  Abrams 
in  the  Proceedings  of  the  National  Association  of  Cement  Users,  191 2, 
Vol.  VII,  page  713.  Results  are  also  given  of  tests  on  concrete  and 
clay  drain  tile. 

Tests  were  made  in  Philadelphia*  by  A.  T.  Goldbeck  to  detemune 
the  best  method  of  curing  and  bedding  concrete  pipe.  Egg-shaped, 
36  by  24  inches,  and  36-inch  circular  pipe  bore  larger  loads  with  less 

*  A.  T.  Goldbeck  in  Journal  Americai^  Concrete  Institute,  May  19x5,  p.  340. 
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deflection  and  cracking  when  bedded  in  concrete  than  when  bedded  in 
loose  sand.  Keeping  the  pipe  thoroughly  wet  for  two  weeks  increases 
its  strength. 

An  excellent  discussion  of  the  loads  on  pipes  laid  in  trenches  and  the 
necessity  for  bedding  is  given  in  Bulletin  31,  Iowa  State  College  of 
Agriculture,  "The  Theory  of  Loads  on  Pipes  in  Ditches  and  Tests  of 
Cement  and  Clay  Drain  Tiles  and  Sewer  Pipe"  by  A.  Marston  and  A. 
O.  Anderson,  1913. 

Methods  of  Conduit  Constrnction.  There  are  four  general  methods 
of  construction  of  concrete  conduits:  (i)  The  lower  portion  of  the  invert 
is  laid  by  template  and  the  remainder  of  the  circle  by  centering.  (2) 
The  invert  is  formed  by  an  inverted  center,  and  the  arch  by  an  upright 
center.  (3)  A  center  the  size  of  the  entire  sewer,  but  with  a  removable 
bottom,  is  placed,  the  sides  and  arch  are  built,  and  then  the  bottom 
of  the  center  is  removed,  and  the  invert  is  laid.  (4)  The  entire  sewer 
is  formed  as  a  monolith.  The  size  of  the  sewer  and  the  character  of  the 
work  influences  the  choice  of  method. 

If  the  invert  is  to  have  a  brick  lining  or  a  granolithic  finish,  after 
excavating  the  material  to  the  required  grade  and  shape,  profiles  or 
templates  are  placed  in  advance  of  the  finished  concrete,  and  the  surface 
is  formed  with  the  aid  of  a  straight-edge  placed  longitudinally  from  the 
finished  concrete  to  the  nearest  template.  If  the  sides  nih  up  sharply, 
as  in  a  small  sewer,  the  concrete  may  be  held  in  place  by  strips  of  lagging, 
iPiRi  by  2-inch  for  a  very  small  sewer,  or  wider  for  a  larger  size.  This 
lagging  rests  at  one  end  on  the  finished  concrete,  and  at  the  other  end 
on  the  template,  and  is  placed  as  the  work  progresses.  In  horseshoe 
sewers  the  invert  may  be  shaped  with  templates  and  straight-edge, 
and  the  side  walls  laid  back  of  plank  forms. 

In  a  large  conduit  the  smoothest  and  best  wearing  surface  is  obtained  by 
laying  a  comparatively  narrow  strip  of  invert  by  means  of  profiles  01 
templets  and  straight-edge,  and  troweling  it.  If  desired,  a  granolithic  (or 
mortar)  finish  may  be  given,  but  with  thorough  troweling,  excellent 
results  are  secured  with  concrete.  The  arch  center,  which  in  such  cases 
must  be  nearly  a  complete  cylinder,  is  placed  after  the  strip  of  invert 
concrete  has  set,  mortar  is  spread  on  the  edges  of  the  invert  strip  already 
laid,  and  the  circle  is  completed  with  fresh  concrete.  A  longitudinal  groove 
also  assists  in  forming  a  tight  joint. 

To  avoid  this  joint,  a  plan  similar  to  that  just  described  has  been 
followed,  except  that  the  form,  which  is  a  complete  cylinder,  open  at 
the  bottom,  is  placed,  before  laying  any  ooncrete,  upon  concrete  blocks 
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previously  prepared  in  molds  and  then  laid  in  the  bottom  of  the  trench. 
The  lowest  strip  of  invert  is  not  laid  until  after  the  sides  and  arch  are  in 
place,  the  concrete  for  it  being  let  down  through  holes  left  in  the  crown 
for  the  purpose,  and  troweled  as  thoroughly  as  the  obstructions  of  the 
forms  will  permit. 

It  would  at  first  appear  that  the  sewer  could  more  readily  be  made 
monolithic  by  placing  a  complete  cylinder  and  pouring  concrete  around  it 
for  the  invert  arch.  The  objection  to  this,  however,  is  the  great  difficulty 
in  placing  the  concrete  in  the  extreme  bottom,  and  also  the  tendency  of 
the  center  to  'Afloat"  from  the  upward  pressure  of  the  concrete.  This 
difficuhy  is  also  encountered  to  a  less  extent  in  the  method  described  in 
the  preceding  paragraph. 

In  a  sewer  whose  invert  and  arch  are  constructed  separately,  the  arch 
centers  are  made  and  placed  as  for  brick,  except  that  a  smoother  and 
tighter  surface  is  necessary,  and  the  forms  are  oiled  to  prevent  adhesion. 
A  covering  of  sheet  metal  has  often  been  successfully  used.  In  order  to 
lay  the  concrete  of  the  arch  sufficiently  wet  to  obtain  a  smooth  surface,  an 
outside  set  of  forms,  open  at  the  crown,  is  usually  essential. 

Methods  of  Constniction  and  Forms.  The  field  is  specially  fruitful 
in  conduit  work  for  getting  low  unit  costs  by  planning  the  work  to 
avoid  lost  time.  Progress  along  this  line  has  been  largest  in  the  erec- 
tion of  buildings*  but  the  opportunities  are  equally  good  or  better  in 
building  conduits  because  of  the  comparative  simplicity  of  the  work 
and  consequent  ease  in  systematizing.  • 

Standardization  of  forms  and  construction  should  be  carried  out  as 
far  as  possible.  In  the  building  of  the  Los  Angeles  Aqueductf  stand- 
ards were  worked  out  from  experience  as  the  work  progressed.  The 
work  also  was  planned  for  a  maximum  efficiency  of  men  and  plant. 
Some  parts  of  the  work  were  done  by  task  and  bonus,  t 
.  Many  difficulties  were  encountered  and  solved  in  building  the  Cats- 
kill  Aqueduct  and  the  17-foot  circular  conduit  at  Kensico§  built  in 
monolithic  sections  for  a  29-foot  head  of  water  is  specially  interesting. 
Forms  and  reinforcement  were  placed  before  pouring.  Proper  placing 
and  ramming  of  the  concrete  at  first  appeared  impossible  but  improve- 
ments in  the  forms  eventuaUy  remedied  the  trouble.  The  circular 
reinforcement  was  very  heavy  and  it  was  necessary  to  bend  it  to  a 

*  See  paper  on  "  Construction  Management"  by  William  O.  Lichtner,  in  Journal  Western  Society  of 
Engineers,  also  "  Concrete  Costs,"  by  Taylor  &  Thompson. 

^  J^gineering  Record,  January  6,  1912,  p.  6. 

t  Engineering  Record,  January  12,  19x2,  p.  73. 

I  Henry  W.  Nelson  in  Engineering  Record,  May  3,  19x3.  p.  soa  and  G.  T.  Seabury  in  Engineering 
Record,  September  5,  19x4,  p.  277. 
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template  alti^ether  different  from  the  final  shape  taken  by  the  rods 
when  suspended  with  no  bottom  support  inside  the  forms. 

On  another  section  of  the  CatskiU  Aqueduct  the  steel  forms,  horse- 
shoe in  shape,  bulged  near  the  invert*  under  the  heavy  pressure  of  con- 
crete and  were  skillfully  trussed  without  interfering  with  the  working 
space. 


Fig.  149.     Center  for  Invert  of  30-mch  Sewer  at  MedCord,  Moss.     (See  f.  787.) 

A  good  design  for  a  collapsible  formf  of  wood  covered  with  gal- 
vanized sheet  steel  was  used  by  the  New  York  Board  of  Water  Supply 
on  circular  conduits  running  from  2  feet  6  inches  to  7  feet  8  inches  in 
diameter.  A  collapsible  steel  fonnj  for  mediiun  sized  sewers  6  feet  by 
8  feet  was  employed.  The  forms  for  the  CaUkill  Aqueduct  are  well 
described  in  a  paper§  by  Alfred  D.  Flinn. 

Invert  centers  for  a  small  sewer,  designed  by  Mr,  William  G.  Taylor 

■Arnold  BKktr  Id  Eniinatiitt  Saard.  November  15.  igii>  P-  *'}■ 
1  Enjinnrrifif  fi«ort.  October  J.  nir4,  p.  370. 

I  "Coocrele  Forms  for  Ibe  Catlkill  Aqueduct,"  Jounul  AmerlcaD  CancretE  lutitute.  JuBe,  igtj. 
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and  employed  in  the  Medford,  Massachusetts,  sewers,  are  illustrated 
in  Fig.  249  page  787. 

A  similar  form*  with  a  top  segment,  completing  the  circle  was  used 
at  Hartford,  Conn. 

Pre-cast  concrete  pipe  built  in  factories  or  on  the  job  are  economically 
used  for  both  pressure  and  gravity  conduits. 

TUNNELS 

Tunnels  differ  from  sewer  and  water  conduits  chiefly  in  size  and  in 
being  designed  for  heavier  internal  and  external  loads.  The  construc- 
tion methods  differ  in  so  much  as  they  are  adapted  to  underground  work 
and  to  the  larger  scale  on  which  the  work  is  done.  Structures,  how- 
ever, such  as  are  involved  in  the  water  or  sewer  conduits  built  by  Los 
Angeles,  New  York,  and  Baltimore,  and  other  cities,  differ  very  little 
from  heavy  railway  tunnels  either  in  design  or  construction.  In  some 
cases  water-tightness  is  essential,  but  in  the  majority  of  railway  tunnels 
the  drift  is  through  dry  materials  and  the  ballast  may  be  laid  directly 
up)on  the  bottom. 

The  most  important  developments  in  connection  with  the  use  of  con- 
crete, in  tunnels  have  been  due  to  a  better  knowledge  of  the  prof>erties 
of  materials  resulting  in  greater  attention  to  details  and  to  a  greater 
efl&ciency  in  construction  plant  and  methods. 

Tunnel  Design.  The  principles  of  tunnel  design  are  the  same  as  have 
been  discussed  for  conduits.  For  double  track  railroad  tunnels  the 
quantities  of  concrete  and  steel  can  be  cut  down  by  using  a  center  wall 
or  center  colunm. 

Where  tunnels  must  be  waterproofed  various  methods  (see  p.  296) 
are  used,  but  grouting  back  of  the  walls  through  pipes  placed  with  the 
concrete  is  exceedingly  effective.  With  careful  construction  dense  con- 
crete with  very  few  temperature  and  shrinkage  cracks  can  be  secured 
and  those  that  do  occur,  together  with  any  local  defects,  can  be  grouted. 
About  90%  of  the  leakage  in  the  New  York  Aqueduct  City  Tunnel  was 
stopped  in  this  way.f  Interior  drainage  is  usually  provided  for  by 
channels  in  the  invert  leading  to  the  tunnel  exit  or  to  pump  wells. 

Construction  Methods.  The  chief  improvements  in  tunneling  con- 
struction has-been  due  to  a  better  knowledge  of  materials  and  to  better 
forms  and  more  highly  developed  plants. 

Materials  for  important  work,  should  be  graded  to  insure  the  nuud^ 

*  Engineering  and  Contracting,  July  7,  xgog,  p.  7- 

t  Walter  £.  Spear  in  Engineering  News,  February  4,  19x5,  p.  194, 
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mum  density,  and  the  work  planned  so  as  to  construct  as  large  mono- 
lithic sections  as  possible.  Special  precautions  were  taken  on  the  New 
York  Aqueduct  to  protect  the  green  concrete  from  flow  of  water.  Large 
leaks  were  grouted  but  small  leakage  was  taken  care  of  by  placing 
large  or  small  drip  pans  as  needed  outside  the  concrete  to  catch  the 
water.  These  pans  were  eventually  grouted.  The  length  of  tunnel 
lining  to  be  placed  at  once  is  limited  on  one  hand  by  the  speed  with 
which  concrete  can  be  delivered  to  the  forms  and  on  the  other  by  the 
necessity  of  keeping  construction  joints  as  few  as  possible.  A  discussion 
of  the  problem  as  it  was  solved  on  the  New  York  Aqueduct  City  Tunnel 
IS  given  in  full  by  Walter  E.  Spear  in  Engineering  News,  February  4, 
1915,  p.  194. 

Steel  forms  designed  for  local  conditions  have  proved  economical 
and  satisfactory.  Timnel  forms  must  be  rigid,  easily  braced,  without 
trespassing  on  the  working  space  in  the  center  of  the  tunnel,  and  at  the 
same  time  easy  to  take  down,  move,  and  set  up.  These  requirements 
necessitate  new  designs  for  every  job.* 

The  mixer  and  storage  bins  in  large  and  deep  tunnels  are  often  placed 
near  the  bottom  of  a  shaft,  although  usually  just  outside  the  portal. 
Concrete  is  generally  carried  to  place  in  cars  and  poured  into  the  forms 
from  two  levels.  The  invert,  if  there  is  one,  is  built  from  the  lower  level. 
From  the  upper  level,  concrete  is  shoveled  or  poured  directly  into  the 
side  wall  forms  and  shoveled  into  the  arch  form  overhead. f 

The  pneumatic  method  (see  p.  253)  of  mixing  and  transpK)rting,  or 
of  transporting  only,  has  been  used  to"  advantage  in  tunnel  work.t 
Concrete  has  been  carried  by  compressed  air  to  heights  of  80  feet  and 
to  horizontal  distances  of  450  feet. 

A  labor  saving  device  §  for  placing  the  key  was  developed  on  the  New 
York  City  Aqueduct.  A  steel  box  is  filled  with  concrete  and  clamped 
to  the  forms;  the  bottom  of  the  box  is  then  pushed  up  like  a  piston  flush 
with  the  arch  forms  by  means  of  a  screw. 


SUBWATS 


I 


Subways  are  technically  distinguished  from  tunnels  as  constructions 
in  open-cut  instead  of  drift,  although  portions  of  a  subway  often  are 

*  The  fonns  used  in  the  Catskill  Aqueduct  tunneb  are  described  in  the  Journal  American  Concrete 
Institute,  June  191 5,  p.  291.  Tliis  article  is  of  special  interest  because  it  describes  the  development  of 
the  forms  from  the  early  failures  to  the  types  finally  successful. 

t  An  excellent  discussion  of  this  type  of  construction  is  given  by  Walter  E.  Spear  in  Engineering  News, 
February  4,  19x5,  p.  194,  in  an  article  describing  the  New  York  City  Aqueduct  Tunnel. 

t  Engineering  News,  October  39,  1914,  p.  880;  August  xo,  1911,  p.  17a;  July  31,  19x3,  p.  208;  and 
February  x8,  X9X5,  p.  3x4  and  Engineering  Record,  October  xx,  X913,  p.  404. 

lEngintering  News,  February  4,  X915,  p.  X94. 
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really  of  tunnel  construction.  The  term  subway  is  applied  to  access- 
ible conduits  for  water  mains,  electric  cables,  etc.,  as  well  as  to  under- 
ground passages  for  traf&c,  but  it  will  be  considered  here  in  the  latter 
sense  only. 

Design.  Subway  design  is  governed  almost  entirely  by  local  condi- 
tions. Reinforced  concrete  is  usually  better  adapted  than  any  other 
material  to  such  work  so  far  as  cost  and  convenience  are  concerned. 
However,  in  the  New  York  subways  steel  framing  with  concrete  jack 
arches  has  been  found  more  practical  because  of  the  heavy  street  traffic 
that  can  be  readily  transferred  from  the  timbering  to  the  steel  girders 
and  columns.  Instead  of  an  arched  structure  wide  enough  to  carry  all 
tracks  in  a  single  barrel,  the  relative  cost  of  concrete  and  excavation 
usually  makes  it  economical  to  flatten  the  arch,  saving  headroom,  and 
to  widen  the  structure  enough  to  put  in  a  center  wall  or  center  columns. 
The  separation  of  tracks  by  center  walls  is  also  an  aid  in  securing  venti- 
lation. 

Construction.  Subway  construction  does  not  differ  materially  from 
ordinary  conduit  or  timnel  construction  so  far  as  the  concrete  work  is 
concerned.  For  references  to  articles  describing  subways,  see  Chapter 
XXXIII. 
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CHAPTER  XXIX 
RESERVOIRS  AND  TANKS 

Concrete  has  become  a  standard  material  for  reservoirs  and  tanks 
both  for  water  and  chemicals.  The  results  from  the  point  of  view  of 
water-tightness,  durability,  economy,  and  freedom  from  vegetable 
growth,  are  exceedingly  satisfactory. 

OPEN  RESERVOIRS 

The  walls  of  large  open  reservoirs  usually  are  built  as  retaining 
walls  (see  Chapter  XXVII,  p.  751,  for  methods  of  design),  but  under 
many  conditions  concrete  slabs  supported  by  banks  of  earth  or  but- 
tresses of  concrete*  are  economical.  The  bottoms  are  built  of  large 
rectangular  slabs  reinforced  or  not,  according  to  the  foundation.  From 
4  to  8  inches  of  i :  2 :  4  or  i :  2§ :  5  concrete  is  satisfactory,  and  if  prop- 
erly laid  and  troweled  is  sufficiently  impervious  provided  the  joints  are 
taken  care  of. 

Various  expedients  are  employed  in  making  reservoirs  water-tight. 
Expansion  and  contraction  joints  are  best  filled  with  asphalt  mixed 
with  limestone  dust  or  sand.f  Such  joints  must  be  supported  or  backed 
up  by  concrete  or  mortar  to  prevent  the  water  pressure  forcing  out  the 
asphalt.}  In  securing  adhesion  between  concrete  and  asphalt,  it  has 
been  found  necessary  to  paint  the  concrete  with  hot  coal  tar.  The 
membrane  method  and  the  application  of  an  interior  layer  of  mortar  has 
also  proved  successful.  The  chief  reliance  in  making  the  concrete  water- 
tight should  be  in  the  quality  of  the  concrete  itself, — by  selection  and 
grading  of  the  aggregates,  and  care  in  placing,  it  should  be  sufficiently 
tight  for  all  practical  purposes.  (See  p.  296.)  For  certain  exceptional 
cases  the  membrane  method  is  necessary.  Construction  joints  are 
discussed  on  pages  259  to  260  and  795. 

In  small  reservoirs  where  earth  and  rock  meet  in  the  foundation, 
presenting  a  danger  of  unequal  settlement  and  consequent  serious  leak- 
age, steel  reinforcement  may  be  placed  over  the  line  of  divisiofi,  even  if 
used  nowhere  else.    To  be  effective,  the  cross-section  "of  the  steel  must 

*  Alexander  Potter  in  Engineering  Record,  Nov.  29,  1913,  p.  6x6. 

t  C.  R.  Sessions  in  Enginecrini;  and  Contracting,  Mar.  11.  1914,  p.  304. 

t  Such  a  failure  and  the  repairs  necessary  are  described  in  Engineering  Record,  Apr.  4,  1914,  p.  ^598. 
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be  large  enough  to  actually  add  strength;  chicken  wire  or  other  mesh  of 

small  wire  is  useless. 

COVERED  BESEBVOIES 

The  usual  type  of  covered  reservoir  consists  of  a  concrete  floor, 
reinforced  or  gravity  walls,  and  a  concrete  roof  supported  by  piers  and 
covered  V'th  earth  to  a  depth  of  2  or  3  feet, 

BeBerroir  Floors.  The  floor  should  be  smooth,  fairly  impervious, 
and  strong  enough  to  resist  the  upward  .water  pressure  from  the  under- 
lying soil  when  the  reservoir  is  empty.    A  thickness  of  4  to  6  inches, 


Fig,  250. — Reservoir  Floor.     (See  p.  793.) 

depending  upon  the  character  of  the  underlying  material  and  the  head 
of  water,  is  sufficient. 

Inverted  groined  arches  are  frequently  used,  the  greater  thickness  at 
the  piers  providing  footings  to  distribute  the  pressure,  while  the  lower 
areas  between  footings  form  channels  for  the  flow  of  water.  The  groined 
arches  are  laid  in  alternate  diamonds  before  the  piers  are  built,  so  that 
each  pier  rests  upon  the  comers  of  four  diamonds.*  A  granolithic 
surface  may  be  placed  before  the  (ftncrete  is  set,  as  in  sidewalk  con- 
struction or  preferably   the   concrete   itself  may.  be   troweled.    The 

•  See  paper  by  Allen  HbeD,  TrauKtioni  American  Society  Civil  Enfiuen,  Vol,  XLnl,  p.  161. 
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joints  between  blocks  must  be  made  water-tight.  In  the  Albany  plant 
the  6-inch  floor  was  underlaid  with  i6  inches  of  clay  and  gravel  puddle, 
and  joints  between  the  blocks,  3  inches  deep  and  \  inch  wide,  were 
filled  with  asphalt.     (See  Fig.  250,  page  792.) 

A  floor  of  reinforced  concrete,  designed  to  take  the  loads  from  the 
piers,  and  the  upward  pressure,  requires  fewer  joints,  is  more  likely  to 
be  water-tight,  and  requires  less  expensive  treatment  of  the  foundation. 
A  comparison  of  the  cost  of  the  two  types  should  be  made  for  any 
reservoir. 

Resenroir  Walls.  The  walls  may  be  designed  as  supported  at  the 
bottom  by  the  floor  and  at  the  top  by  the  roof,  thus  saving  material 
over  the  ordinary  retaining  wall  type.  Buttresses,  or  rather,  vertical 
beams  supporting  the  reinforced  wall  slab,  will  transfer  the  pressure  to 
the  floor  and  roof.  Joints  in  the  walls  must  be  thoroughly  reinforced 
or  designed  as  contraction  joints  with  suitable  waterproofed  connections. 
(See  p.  259.)  In  long  walls  a  certain  amount  of  cracking  from  tem- 
perature is  almost  unavoidable,  but  this  is  minimized  after  the  reser- 
\o\r  is  completed  and  the  range  in  temperature  reduced. 

Reseryoir  Piers.  Pieis  should  be  designed  as  columns  (see  p.  559) 
with  suitable  reinforcement,  not  less  in  amount  than  a  f-inch  bar  in 
each  comer.  The  bars  also  assist  in  taking  unbalanced  thrust  from 
the  roof.  A  compressive  stress  of  375  pounds  per  square  inch  may  be 
allowed  safely  when  the  concrete  is  in  proportions  i :  2J  :  5.  Provision 
for  distributing  the  load  from  the  roof  to  the  soil  must  be  made  by  the 
groined  afch  floor,  independent  footings,  or  special  design  of  the  slab 
floor. 

Reserroir  Roofs.  Groined  elliptic  arches*  have  been  used  to  a  large 
extent  for  roofs  to  distribute  the  weight  of  the  concrete  and  the  earth 
to  the  piers. 

Mr.  Leonard  Metcalf  has  compiled  a  tablet  of  data  relating  to  reser- 
voirs in  the  United  States  covered  with  groined  arches,  which  shows  a 
range  in  span  of  arch  from  10  feet  6  inches  to  16  feet,  a  rise  varying 
from  one  foot  6  inches  to  4  feet,  and  a  thickness  at  crown,  in  all  cases 
but  one,  of  6  inches.  The  proportions  of  the  concrete  range  from 
1:2^:4  to  1:3:5. 

More  recently  the  economy  of  groined  arches  has  been  surpassed  by 

*  See  paper  on  Groined  Arch  Construction  by  Thomas  H.  Wiggin,  Proceedings  National  Associa- 
tion of  Cement  Users,  Vol.  \1,  igio,  p.  216,  and  Frank  H.  Carter  in  Engineering  Record^  Sept.  5,  I9i4t 
p.  265. 

t  See  Report  of  Annual  Convention  of  the  New  England  Water  Works  Association,  1903.  Engineer- 
ing News,  Sei  tember,  1903,  p.  338. 
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flat  slab  construction,  one  of  the  first  of  this  type  being  the  rool  o£ 
the  reservoir  at  Webster,  Mass.,  designed  by  Mr.  Thompson  (or  Mr. 
Frank  L.  Fuller  in  1914. 

For  small  circular  reservoirs  a  dome  roof  may  be  used.  To  resist 
the  thrust,  rings  of  steel  must  be  inserted  in  the  circumference,  of 
amount  and  size  determined  by  computations. 

STAHDPIPES 

Water- tightness  is  a  requisite  in  the  design  and  construction  of  stor- 
age reservoir  tanks  built  as  standpipes  entirely  above  ground  if  the 
structure  is  not  to  become  unsightly.  Up  to  the  present  time  this  re- 
quirement has  not  been  met  with  entire  success  in  tanks  under  high 
heads  although  reasonable  satisfaction  has  been  obtained.     The  con- 


FlG.  251. — Details  of  Design  of  William  Mueser  for  Standplpc  with  Disconnected 
Base  and  Flexible  Seal.    (See  p.  794.) 

Crete  itself  can  be  made  impermeable  and  the  tank  so  designed  that  no 
cracks  directly  due  to  water  pressure  will  occur.  The  secondary 
stresses,  however,  caused  by  the  tendency  of  the  wall  to  pull  away  from 
the  base,  are  less  readily  controlled.  A  rigid  connection  strongly  rein- 
forced with  bent-up  bars  may  result  in  a  horizontal  crack  a  few  feet 
above  the  base.  To  avoid  this,  in  several  cases  the  wall  has  been  con- 
structed separately*  from  the  base  with  a  pocket  filled  with  asphalt  to 
prevent  seepage  between  the  two.  The  details  of  such  a  design,  pat- 
ented, are  shown  in  Fig.  251,  page  794.  The  normal  shape  of  the  con- 
crete foundation  under  the  floor  is  shown  by  dotted  lines,  although  the 
width  of  the  rim  depends  upon  the  bearing  power  of  the  soil. 
The  pressure  of  the  water  tends  to  stretch  the  concrete  wall,  and  as 
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concrete  cracks  at  a  comparatively  low  tensile  stress,  it  is  advisable 
to  design  the  walls  thick  enough  to  act  with  the  steel  in  tension,  keep- 
ing the  tensile  stress  in  the  concrete  below  the  breaking  strength. 
When  working  thus,  in  combination,  the  steel  will  have  a  low  stress, 
not  over  2  000  to  4  000  pounds  per  square  inch,  but  there  should  be 
enough  steel  to  keep  the  stress  below  16  000  to  18  000  pounds  in  case 
the  concrete  should  crack.  The  mix  must  be  specially  rich — a  1:1:3 
is  good  practice.  It  is  advisable  to  use  a  rich  mix,  say  i  cement  to  4  or 
5  parts  of  specially  graded  aggregates.  Note  that  the  modulus  of  elas- 
ticity of  a  rich  mix  like  this  is  low  (see  p.  477) — a  fact  which  must  be 
taken  into  account  in  determining  the  relative  stresses  in  the  concrete 
and  steel. 

In  case  the  wall  is  made  thinner,  with  no  provision  for  its  taking  ten- 
sile stress,  the  steel  should  be  designed  with  a  stress  not  over,  say  12  000 
pounds  per  square  inch. 

The  thickness  of  concrete  and  amount  of  horizontal  reinforcement 
at  various  sections  of  a  circular  tank  will  vary  with  the  water  pressiure, 
which  is  zero  at  the  top  and  increasing  toward  the  bottom.  If  the  steel 
is  designed  to  resist  all  the  tension  the  area  may  be  determined  thus: 

Let 

H  =  height  of  reservoir  in  feet  above  section  considered. 
D  =  diameter  of  reservoir  in  feet. 
i4jk  =  area  in  square  inches  of  horizontal  steel  per  foot  of  height  at 

section  considered. 
/,  =  allowable  unit  stress  in  steel  in  pounds  per  square  inch. 

At  any  horizontal  section  the  total  tensile  force,  per  foot  of  height, 
tending  to  rupture  the  reservoir  on  any  diameter  is  62.5  HD,  Since 
the  area  of  steel  resisting  this  force  is  2Ajf,  we  have  2^*/^  =  62.5  HD, 
or 

31.3  HD 


A,= 


fs 


For  computations  involving  the  tensile  strength  of  concrete,  it  is 
assumed  that  concrete  and  steel  take  stress  in  proportion  to  their  moduli 
of  elasticity. 

In  a  high  circular  reservoir,  the  thickness  of  wall  and  vertical  rein- 
forcement should  be  considered  as  in  chimney  design.     (See  p.  660.) 

Methods  of  Construction.  !^pecial  precautions  are  necessary  in  con- 
structing guch  reservoirs  to  secure  water-tightness.  The  forms  must  be 
placed  in  shallow  sections  in  order  that  the  concrete  mixed  to  a  sluggish 
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consistency  may  be  filled  in  carefully  around  the  steel.  The  concrete 
should  moreover  be  placed  in  thin  layers  clear  around  the  wall  so  that 
no  irregular  joints  may  form.  Some  contractors  pour  the  concrete  con- 
tinuously day  and  night  in  order  to  avoid  joints  between  each  day's 
work.  In  case  joints  are  made  they  should  be  treated  as  discussed  on 
page  259.  In  addition  to  such  treatment  steel  plates  or  dams  are  fre- 
quently imbedded  in  the  concrete  at  the  end  of  each  day's  work  to  form 
a  tie  with  that  of  the  day  following. 

SMALL  TANKS 

Small  tanks  for  water  or  chemicals  are  designed  along  the  same 
principles  as  are  large  storage  reservoirs.  The  stresses  in  such  tanks, 
however,  are  so  low  that  no  trouble  results  from  a  rigid  connection  be- 
tween the  sides  and  the  base  and,  in  fact,  the  work  is  usually  on  so 
small  a  scale  that  the  entire  tank  can  be  built  as  a  monolith. 

Concrete  tanks  are  specially  adapted  to  chemicals,  partly  because 
of  their  durability,  and  partly  because  of  the  adhesion  between  the 
concrete  and  the  outlet  castings  that  is  entirely  lacking  in  wood.  It  is 
necessary,  however,  that  the  gates  and  other  connections,*  which  are 
usually  of  brass  or  bronze,  be  so  heavy  that  the  corrosion  and  wear 
upon  them  will  not  necessitate  removal  and  therefore  repairs  to  the 
concrete,  since  it  is  impossible  to  form  a  satisfactory  joint  between  old 
and  new  concrete  in  a  thin  wall.  .It  must  be  recognized  of  course 
that  cement  is  soluble  in  a  very  strong  acid  like  sulphuric;  and  to  a  less 
degree  with  weaker  acids.  Concrete  will  resist  the  action  of  acids  of 
moderate  strength  better  than  most  other  materials. 

Water  standing  in  concrete  tanks  may  absorb  free  lime  from  concrete 
which  in  some  industries  is  injurious.* 

There  are  many  examples  of  the  use  of  concrete  tanks  for  storing 
chemicals  and  similar  liquids.  The  Institute  of  Industrial  Research  at 
Washington  reports: 

It  will  be  noted,  as  the  result  of  these  tests  up  to  the  present  time, 
that  the  following  materials  have  been  successfully  stored  in  concrete 
tanks:  Menhaden  oil,  lard  oil,  tanning  solution,  caustic  soda  solution 
4%,  and  sauerkraut.  The  following  materials  have  shown  superficial 
disintegration  of  the  concrete  with  considerable  modification  of  the 
material  itself:  Sulphite  liquor  and  cider  vinegar. 

Concrete  tanks  treated  with  paraffine  are  proof  against  cider  and 
vinegar.f    Tanks  used  in  paper  mills  to  hold  fairly  concentrated  chlorine 

*Leo  Hudson  in  Engineering  Record,  Sept.  17,  1916,  p.  33') 

t  H.  B.  Bonebright  in  Engineering  Record,  July  23,  zgzx,  p.  jlqh. 
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solution  have  proved  durable  and  satisfactory  after  six  years'  use.* 
Concrete  tanks  that  had  to  \\ithstand  the  action  of  sulphuric  acid  in 
copper  mining  were  lined  with  a  specially  prepared  acid-proof  asphalt 
mastic t  that  after  a  year's  ser\ace  showed  no  deterioration. 

A  concrete  tank  has  been  used  for  the  mixing  of  hypochloritef  for 
water  purification. 

*  Walter  B.  Snow  in  Engineering  Record,  Oct.  xs,  1910,  p.  448. 

i  Bngineerins  Record,  Apr.  4,  Z014.  p.  .^99. 

{Proceedings  of  the  National  Association  of  Cement  Usent,  Vol.  VIII,  19x2.  P*  xoa. 
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CHAPTER  XXX 

CONCRETE  PAVEMENTS  AND  SIDEWALSS* 

Concrete  has  proved  itself  a  most  reliable  and  durable  material  for 
sidewalks.  For  street  pavements  its  use  is  rapidly  extending  notwith- 
standing the  fact  that  many  of  the  earlier  pavements,  through  the  use 
of  poor  materials  or  too  wet  mixtures,  have  given  out  under  traffic 
conditions.  For  alley-ways  in  Boston  and  elsewhere  concrete  has 
been  in  satisfactory  ase  since  1894.  The  first  successful  street  j>ave- 
ment  was  built  in  Richmond,  Ind.,  by  Mr.  H.  L.  Weber  in  1896  and 
led  to  its  general  adoption  there  and  in  other  cities. 

Concrete  pavements,  subject  to  a  grinding,  pounding  action,  and  the 
disintegrating  influences  of  the  weather,  require  more  than  ordinary 
precautions  to  insure  against  failiu-e.  Unless  the  requirements  speci- 
fied below  are  followed,  ravelling  of  the  surface  is  liable  to  occur.  The 
important  p>oints  are  selection  of  materials,  mixing  and  placing,  and 
curing.  These  are,  of  course,  the  main  considerations  in  all  concrete 
work,  but  relatively  minor  defects  are  likely  to  show  up  quicker  in  a 
pavement  than  elsewhere. 

The  summary  of  the  reconunended  practice  of  the  National  Con- 
ference on  Concrete  Road  Building,  1 914,  is  as  follows: 

(1)  The  aggre^rates  should  be  dean  and  hard. 

'  (2)  The  sand  should  be  coarse  and  well  graded. 

(3)  A  rich  mkture  should  be  used. 

(4)  The  materials  should  be  correcUy  proportioned. 

(5)  The  materials  should  be  thoroughly  mixed. 

(6)  The  inspection  should  be  intelligent  and  thorough. 

(7)  When  in  doubt,  reinforce  the  pavement. 

(8)  The  sub-grade  should  be  of  uniform  density,  thoroughly  com- 
pacted and  drenched  with  water  immediately  before  placing  concrete. 

(9)  The  concrete  should  be  of  a  viscous,  plastic  consistency. 

(10)  After  placing,  the  concrete  should  be  immediately  covered  and 
kept  moist  and  not  opened  to  traffic  for  four  weeks. 

*  The  gist  of  the  best  published  material  on  concrete  road  building  is  to  be  found  in  the  Proceedings 
of  the  National  Conference  of  Concrete  Road  Building,  191 4,  and  1916.  The  1916  Proceedings  are 
reported  in  Engineering  Record,  February  36,  19x6,  p.  286.  The  points  covered  briefly  here  are  treated 
fully  there. 
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DESION 

Good  practice  in  the  preparation  and  drainage  of  the  subgrade  is 
the  same  and  as  important  for  concrete  pavements  as  for  all  other  types, 
and  is  fully  covered  in  the  standard  treatises  on  highway  engineering. 
One  point,  especially  important  in  masonry  pavements,  is  the  securing 
of  a  sub-grade  that  wiU  settle  uniformly;  for  example,  a  concrete  slab 
laid  on  an  old  road  that  iSnally  settles  more  along  the  shoulders  than 
along  the  crown  will  probably  crack  longitudinally.  The  strength  of 
plain  concrete  as  a  beam  is  low. 

The  thickness  of  pavements  varies  with  conditions.  In  arid  or  semi- 
arid  regions,  as  in  parts  of  California,  ^.-inch  slabs  have  given  good 
service  on  16  and  18-foot  roads.  This  is  the  minimum  and  slabs  8 
inches  thick  at  the  center  have  been  used  under  heavy  loads  where  the 
subsoil  and  weather  conditions  are  adverse. 

The  crown  recommended  by  the  1914  and  1916  National  Conferences 
is  riir  of  the  width.    Variations  in  practice  were  found  to  run  from  tt 
to  TTir  of  the  width.    The  outer  edge  at  curves  should  be  raised  an  " 
amount  varying  with  the  degree  of  curvature. 

Grades  up  to  12  per  cent  have  been  found  satisfactory  to  teaming 
traffic,  provided  a  rough  surface  is  secured. 

One-Course  vs.  Two-Course.  At  the  beginning  of  the  concrete 
street  pavement,  construction  methods  followed  in  sidewalk  work, 
using  a  concrete  base  and  mortar  surface,  were  employed.  A  hard, 
troweled  mortar  surface  was  found  to  be  slippery  for  horse  travel  and 
led  to  the  adoption  of  a  rougher  surface,  and  finally  to  the  use  of  a  single 
course  of  richer  concrete. 

Either  method  will  produce  good  results  under  proper  methods  of 
construction.  The  two-course  pavement,  because  of  the  leaner  mixture 
in  the  base,  can  be  made  economically  with  a  rich  and  therefore  a  harder 
wearing  surface,  but  is  apt  to  be  more  expensive  than  the  one-course. 
For  one-course  work  the  methods  followed  are  similar,  using  as  indicated 
a  richer  mix  and  the  surface  is  screeded,  floated,  and  troweled  sub- 
stantially as  described  in  the  following  paragraphs. 

Proportions  and  Materials.  Proportions  ordinarily  used  for  one- 
course  work  are  1:2:3.  For  the  base  of  two-course  work,  i:  2J:  5  is 
customary. 

The  wearing  course  of  two-course  work  is  frequently  i :  2  mortar, 
although  a  i:  il:  2 J  concrete,  using  stone  from  \  to  J-inch  in  size  as 
the  coarse  aggregate,  is  much  more  satisfactory,  both  from  the  stand- 
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point  of  durability  and  also  in  expanding  and  contracting  as  a  unit 
with  the  base. 

Inasmuch,  however,  as  the  important  requirements  are  density  and 
impermeability  to  moisture,  it  is  economical  to  govern  the  proportions 
by  the  characteristics  of  the  aggregates  available.  The  following 
requirements  for  aggregates  were  written  by  Mr.  Thompson  as  Chair- 
man of  the  Aggregate  Committee  of  the  1914  National  Conference: 

(i)  For  fine  aggregate,  use  only  sand  or  other  fine  aggregate  that  has 
been  actually  tested  for  mechanical  analysis  and  tensile  strength  of 
mortar  and  is  free  from  fine  particles. 

(2)  Use  coarse  grained  sands  or  hard  stone  screenings  with  dust 
removed. 

(3)  Use  sand  or  other  fine  aggregate  that  is  absolutely  clean. 

(4)  For  coarse  aggregate,  use  hard  stone,  such  as  granite,  trap, 
gravel,  or  hard  limestone. 

(s)  If  bank  gravel  or  crushed  stone  is  used,  always  separate  the  sand 
or  screenings  and  re-mix  in  the  proper  proportions. 

If  local  conditions  prevent  following  any  one  of  these  roles,  adopt 
some  other  material  than  concrete  for  your  pavement. 

More  detailed  requirements  for  fine  aggregate  are: 

The  size  of  the  fine  aggregate  shall  be  such  that  the  grains  pass  when 
dry  a  screen  having  J-inch  openings.  In  the  field  a  f-inch  mesh  or 
in  some  cases  a  ^-inch  mesh  screen,  may  be  used  for  this  separation. 

Not  more  than  10  per  cent  of  the  grains  below  the  i-inch  size  shall 
pass  a  sieve  having  50  meshes  to  the  linear  inch,  and  not  more  than  2 
per  cent  shall  pass  a  screen  having  100  meshes  to  the  linear  inch. 

This  is  an  exceptionally  coarse  sand,  but  coarse  sand  is  a  necessity 
for  a  durable  pavement. 

Consistency.  The  tendency  is  to  place  pavement  concrete  too  wet, 
making  it  impossible  to  attain  maximum  density  or  strength.  The 
proper  consistency  is  a  plastic  mix,  one  that  holds  its  shap>e  when  dumped 
in  a  pile  but  works  somewhat  harsh  under  the  trowel  or  template;  only 
slight  tamping  should  be  necessary. 

Joints.  The  tendency  of  concrete  to  expand  and  contract  under 
temperature  and  moisture  changes  necessitates  expansion  joints  to 
prevent  cracks  occurring  at  random.  Transverse  joints  should  be  pro- 
vided every  25  to  50  feet  according  to  whether  the  location  is  in  a 
region  where  atmospheric  conditions  are  stable  or  subject  to  wide 
variations.  In  case  the  pavement  is  between  curbs,  longitudinal  joints 
filled  with  plastic  material  are  needed  along  each  curb  to  permit  e]q)an- 
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a  shorter  time  may  be  permissible.  In  addition  to  this,  the  pavement 
should  be  kept  moist  and  covered  from  the  sun.  In  Califomia  earth 
dams  holding  ponds  of  water  two  inches  deep  have  been  built  on  pave- 
ments. Covering  with  moist  canvas,  sand,  earth,  or  sawdust,  are  also 
satisfactory  methods.  The  main  point  is  to  keep  the  concrete  from 
drying  out  under  the  sun  and  wind  and  producing  a  weak,  friable  surface. 

« 

METHOD  OF  LAYING  SIDEWALKS 

Successful  sidewalk  construction  is  as  dependent  upon  careful  attention 
to  small  details  which  have  been  proved  essential  to  good  workman- 
ship, as  upon  adherence  to  the  more  general  directions  given  in  any  set 
of  specifications.  The  full  description  of  methods  to  be  employed  in 
la3dng  a  walk  are  given  for  the  benefit  of  those  who  are  imable  to  take 
advantage  of  the  experience  of  specialists  in  this  line.  Reference  also 
should  be  made  to  previous  pages  on  pavement  construction  and  to  the 
description  of  methods  of  floor  construction  (pp.  635  to  639).  Expe- 
rienced contractors  often  can  perform  such  work  better  and  cheaper 
than  it  can  be  done  by  day  labor. 

Proportions.  For  two-course  sidewalks,  proportions  1:2^:5  are 
suitable  for  the  base  and  i :  2  mortar  or  i :  i  J :  2^  concrete  for  the  wearing 
coat.  Proportions  1:2:3  may  be  used  for  one-course  walks.  Similar 
proportions  are  used  for  curbs  built  in  one  or  two  courses. 

Thickness  of  Walk.  A  total  thickness  of  4  inches  of  concrete  and 
mortar  laid  upon  a  lo-inch  foundation  of  porous  material  gives  excel- 
lent results  for  ordinary  sidewalks,  although  5  inches  is  often  required 
for  public  works.  In  locations  subject  to  wide  changes  in  temperature, 
as  Boston  and  vicinity,  a  thickness  of  4  inches  has  proved  satisfactory, 
while  in  some  cities  3 J  inches  only  is  required.  For  a  4-inch  walk  it  is 
advisable  to  make  the  base  3  or  3  J  inches  and  the  wearing  surface  i  or  f 
inch  thick.  The  slope  or  surface  often  adopted  is  J  or  f  inches  to  the  foot. 

Driveways  or  walks  which  are  subjected  to  excessive  wear  may  be 
5  or  6  inches  thick,  the  upper  i  or  i^  inches  constituting  the  wearing 
surface. 

Foundatton.  The  construction  of  the  foundation  is  as  important  as  the 
laying  of  the  concrete.  For  out-of-door  construction  the  foundation 
should  generally  be  from  6  to  1 2  in.  thick,  depending  upon  the  character 
of  the  soil.  In  localities  unaffected  by  frost  and  having  soil  sufficiently 
porous  to  x:arry  off  surface  water,  the  foundation  may  be  omitted  entire- 
ly, and  concrete  laid  upon  natural  ground  excavated  to  required  depth. 
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For  basement  or  cellar  floors  which  are  not  to  be  subjected  to  frost, 
the  concrete  may  usually  be  placed  directly  upon  the  soil;  but  in  com- 
pact ground,  or  where  surface  water  is  troublesome,  blind  drains  of 
pipe  or  col^ble  stones,  carefully  rammed,  should  be  laid  at  various 
points. 

The  materials  for  a  foundation,  where  such  is  required,  may  be  broken 
stone,  gravel,  cinders,  or  coarse  sand.  In  order  to  make  it  more  porous, 
broken  stone  or  gravel  should  be  screened.  Whatever  material  is  em- 
ployed it  must  be  thoroughly  rammed  so  as  to  present  a  firm  and  unyielding 
surface.     Cinders  or  sand  should  be  thoroughly  wet  when  being  rammed. 

Goncrete  Base  of  Walk.  The  coarse  concrete  constituting  the  main 
body  of  the  walk  is  generally  called  the  base.  Before  this  coarse  concrete 
of  the  base  is  placed,  the  surface  must  be  carefully  laid  oflF  into  squares  or 
blocks.  Such  divisions  are  absolutely  essential,  since  the  joints  furnish 
lines  of  weakness  along  which  cracks  will  occur  if  the  concrete  is  affected 
by  the  freezing  of  the  soil  beneath  tree-roots,  unequal  settlement,  or  tem- 
perature changes,  and  also  faciUtates  the  replacing  of  a  block  if  one  is 
injured  from  any  cause. 

There  are  three  distinct  methods  of  forming  separate  blocks:  {a)  laying 
the  blocks  alternately,  and  then  filling  in  between  them;  (6)  allowing  the 
scantling  of  the  forms  o  remain  in  place  until  after  the  concrete  is  laid, 
and  then  filling  the  spaces  they  occupied  with  lean  mortar  or  sand;  (c) 
placing  tarred  paper  between  the  blocks.  The  first  method  is  usually 
preferable. 

The  size  of  the  blocks  depends  upon  the  width  and  shape  of  the  walk  or 
floor.  Blocks  nearly  but  not  quite  square  have  a  better  appearance  than 
those  which  are  distinctly  oblong.  The  limit  of  size  for  a  4-inch  walk  is 
generally  placed  at  6  feet  square.  In  5-inch  work  this  may  be  safely 
increased  to  8  feet  square.  Joints  should  be  placed  around  trees  and  about 
6  inches  from  buildings,  manholes,  or  other  adjacent  structures. 

After  ramming  and  leveling  the  foundation,  if  there  is  no  curb  to  be 
formed,  strips  of  scantling  2  inches  thick,  and  of  a  width  corresponding  to 
the  thickness  of  the  walk,  are  placed  on  edge  along  the  back  and  front  lines 
of  the  walk,  and  held  in  place  by  stakes  driven  behind  them.  These  strips 
should  have  notches  cut  in  them  to  designate  the  location  of  the  dividing 
line  between  the  blocks.  Other  strips,  located  by  these  notches,  are  placed 
across  the  walk,  which  is  now  ready  for  the  concrete. 

The  concrete  materials  in  the  specified  proportions  are  mixed  as  de- 
scribed on  page  20.     If  the  surface  of  the  road  is  hard  and  smooth,  the 


&>4  A  TREATISE  0\  CONCRETE 

scribed  on  page  20.  If  the  surface  of  the  road  is  hard  and  smooth,  tiic 
mixing  may  be  done  upon  it  without  any  platform.  In  any  case,  it  must 
be  very  thorough,  some  contractors  employing  a  man  to  rake  each  shovelful 
as  it  is  turned  by  the  two  shovelers.  Enough  water  should  be  added  to 
produce  a  jelly-like  consistency,  the  mortar  rising  to  the  surface  when 
lightly  rammed.  The  surface  of  the  coarse  concrete  must  be  below  the 
level  of  the  top  of  the  forms  so  as  to  give  room  for  the  finkhing  coat,  or 
wearing  surface. 

If  the  walk  or  floor  is  laid  in  alternate  blocks  by  the  first  method  {a\ 
described  above,  the  forms  around  each  block  are  left  in  until  after  the 
top  coat  or  wearing  surface  has  been  placed,  and  has  slightly  stiffened, 
when  they  may  be  removed  and  the  alternate  blocks  laid.  The  latter 
must  be  placed  on  the  same  day,  however,  to  avoid  difficulty  in  forming 
the  surface  joints  between  the  stones.  If  a  filler  is  placed  between  the 
blocks,  the  forms  are  lifted  soon  after  the  concrete  of  the  base  is  laid,  and 
before  the  wearing  surface  is  spread,  and  the  joints  filled  with  sand  or,  in 
some  cases,  by  a  "separator"  of  lean  mortar  mixed,  say,  i  part  cement  to 
4  or  5  parts  sand.  Whatever  the  material  used,  it  must  be  weaker  than 
the  concrete. 

Wearing  Surface*  As  soon  as  a  few  of  the  blocks  of  concrete  base 
have  been  laid,  and  before  they  have  set,  the  mortar  for  the  wearing 
surface  must  be  placed.  This,  as  for  pavements  (see  page  799),  consists 
of  a  mixture  of  cement  and  sand,  cement  and  fine  crushed  stone,  or 
cement  and  a  mixture  of  sand  and  stone.  The  materials  should  be  very 
exactly  proportioned,  so  as  to  give  a  uniform  color.  The  cement  must 
not  be  mixed  with  the  sand  long  in  advance  of  its  use  because  the  natural 
moisture  in  the  sand  will  cake  the  cement.  If  the  work  is  progress- 
ing so  slowly  that  the  cement  must  be  measured  by  pailfuls  a  determina- 
tion must  first  be  made  of  the  niunber  of  pails  of  loose  cement  in  a  bag 
or  barrel  of  packed  cement,  and  the  number  of  pails  of  sand  in  a  barrel 
of  loose  sand,  then  the  relative  volumes  calculated  to  allow  for  the 
increase  in  bulk  of  the  loose  over  the  packed  cement.  Each  pail  must 
be  filled  in  exactly  the  same  way,  so  that  one  measure  will  not  be  more 
densely  packed  than  the  next.  The  sand  and  cement  must  be  mixed 
dry  until  the*  color  is  absolutely  imiform,  when,  if  coloring  matter  is 
used,  it  is  added  to  this  dry  material.  Water  is  added  to  give  about 
the  consistency  employed  by  a  mason  in  laying  brick,  so  that  it  can  be 
readily  leveled  off  with  a  straight-edge.  This  mortar  is  carried  from 
the  mortar  box  to  the  walk  in  pails,  and  smoothed  off  with  a  straight- 
edge guided  by  the  tops  of  the  forms. 

The  surface  is  roughly  floated  with  a  plasterer  *s  trowel,  shown  in  Fig.  252, 
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Fig.  252.— Plasterer's  Trowel,  or  Metal  Float. 


soon  after  leveling  with  the  straight-edge,  but  the  final  floating  is  not 
performed  until  the  mortar  has  been  in  place  from  two  to  five  hours  and 
has  partially  set.  The  final  floating  is  done  first  with  a  wooden  float  and 
afterwards  with  a  metal  float  or  plasterer's  trowel.  Just  before  the  float- 
ing, a  very  thin  layer  of  "dryer,"  consbting  of  dry  cement  and  sand,  mixed 
in  proportions  i :  i  or  even  richer,  is  frequently  spread  over  the  surface, 
but  this  is  generally  undesirable  as  it  tends  to  make  a  glassy  walk. 

The  surface  is  now 
ready  to  groove,  for  by 
this  time  the  intermediate 
stones  should  be  in  place. 
As  has  been  stated,  the 
cross  joints  are  in  line 
with  notches  in  the  out- 
side forms.  The  mason 
can  thus  locate  the  joints 
between  the  blocks  of  base  concrete.  To  find  the  line  exactly,  he  runs  his 
small  pointing-trowel  down  through  the  upper  layer,  and  feels  for  the 
joint  below.  With  the  ends  of  the  joints  thus  marked,  he  lays  a  straight- 
edge flat  across  the  walk  against  these  marks,  and,  walking  across  on  the 
straight-edge,  marks  the  line  and  also  cuts  through  the  partially  set  mortar 
and  concrete  by  running  his  small  pointing-trowel  to  the  full  length  of  the 
blade.  Moving  the  straight-edge  back  a  fraction  of  an  inch,  he  runs  his 
groover  (see  Fig.  253)  along  the  line  cut  by  the  trowel,  using  the  straight- 
edge for  a  rule.  Both  edges  of  the  walk  are  rounded  off  by  the  edging 
trowel  (see  Fig.  254),  which  is  a  small  float  with  one  of  its  edges  curved. 
The  entire  surface  is  finally  gone 
over  once  more  with  the  metal 
float  to  erase  any  marks  or 
scratches  which  may  have  been 
made.  A  dot  roller  (see  Fig. 
255)  or  grooved  roller  may  be  em- 
ployed to  relieve  the  smoothness. 

The  exact  time  at  which  the  surface  should  be  floated  depends  upon  the 
setting  of  the  cement,  and  must  be  determined  by  the  mason.  Considerable 
skill  is  required  in  this  troweling  to  prevent  the  formation  of  hair  cracks  by 
over- troweling,  and  to  insure  a  surface  which  will  not  wear  rough  as  a  result 
of  insufficient  troweling. 

If  the  walk  is  exposed  to  the  hot  sun  it  may  be  necessary  to  cover 
it  with  a  wood  or  canvas  frame,  or  with  moist  sand,  for  several  days 


Fio.  253*— Groover.    (Seap.SoS') 


8o6  A  TREATISE  ON  CONCRETE 

after  its   completion,  as  it  is  absolutely  necessary  that  it  shall  not  dry 
out  too  quickly. 

Eff«ct  of  Frost  npan  New  Concrete  Sidewalks.    If  concrete  sidewalks 
are  exposed  to  frost  before  thoroughly  hard  and  dry,  the  surface  is  likely  to 
blister  and  scale  ofi  in  patches  about  i^,  inch  thick.     It  is  best,  therefore, 
to  avoid  sidewalk  construction  in  freezing  weather. 
Concrete  Cnrbins.    Concrete  curbing  for  artificial  sidewalks  is  largely 
displacing  stone  curbing.    The   curb 
is  built  just  in  advance  of  the  walk. 
It  is  divided  into  blocks  and  is  sep- 
arated from  the  walk  by  joints  similar 
to  the  joints  between  the  blocks.    The 
soil  is  excavated,  and  a  foundation 
FiG.JS4.-EdgingTrowel.(5B!/i.8os.)     of  porous  materials  of  thesame  thick- 
ness as  that  employed  under  the  walk 
proper  is  placed  and  rammed.     A  layer  of  ordinary  concrete,  say  about 
12  inches  wide  and  8  inches  deep  is  placed  upon  this  foundation  to  underlie 
the  curb.    The  curb  proper  is  12  inches  deep  and  8  inches  wide  at  the 
bottom,  tapering  on  the  outside  to  a  width  of  7  inches  at  the  top,  with  its 
inside  face  vertical.    At  least  one  inch  of  the  face  and  of  the  surface  con- 
sists of   mortar   or  granolithic,  like    the 
wearing  surface  of  the  walk.    A  typical 
sidewalk  and  curb  is  shown  in  Fig.  256. 
The  back  of  the  curb  is  formed  against  a 
temporary  plank.    For  the  face  mold,  a 
12-inch  planed  plank  is  set  on  edge  to 
the  proper  batter  and  may  be  held  in 
place  by  driving  stakes  about  4  inches 
out  from  it,  and  nailing  strips  from  the 
top  of  these  stakes  to  the  top  edge  of  the 
plank,  so  that  they  can  be  knocked  up 
and  the  plai)k  loosened  without  disturb- 
ing the  face  of  the  curb.     When  ready 

.1         .L  .    r      ..!_  1         11  FhJ'  ass-— Dot  Roller, 

to  place  the  concrete  for  the  curb,  which  (|^  *  g^  j 

should  be  laid  before  the  layer  of  con- 
crete underlying  it  has  set,  a  i-inch  board  is  placed  on  edge  just  inside 
of  the   12-inch    plank,  with  occasional  thin  strips  or  wedges  between 
it  and  the  plank.     The  coarse  concrete  of  the  curb  is  then  placed  back 
of  this  board,  and  thoroughly  rammed  so  that  its  surface  is  one  inch 
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bdow  the  top  of  the  forms,  and  when  sufficiently  hard,  the  i-lndi  board 
is  drawn  up  from  the  face,  and  with  the  aid  of  a  trowel  its  place  is  filled 
with  wearing  surface  material.  The  outside  form  is  generally  allowed  to 
remain  over  night,  and  in  the  morning  the  outside  surface  is  floated.  A 
ruled  joint  like  that  between  the  blocks  is  formed  between  the  curb  and 
the  remainder  of  the  walk. 

A  metal  comer  is  sometimes  laid  in  the  exposed  edge  of  the  curb  to 
protect  it  from  wear. 

Combined  Cnrb  and  Oattar.  One  of  the  advantages  of  a  concrete  walk 
lies  in  the  ease  with  which  it  is  adapted  to  special  construction.  A  gutter 
5  or  ti  inches  thick,  with  a  pitch  corresponding  to  the  crown  of  the  street, 
is  often  laid  in  combination  with  the  curb.     It  is  underlaid  with  a  porous 


Fic.  356 — Typical  Concrete  Sidewalk  and  Curb.    {See  p.  806.) 

foundation,  and  in  some  cases  by  a  sub-soil  tile  drain.  The  blocks  forming 
the  combined  gutter  and  curb  are  made  about  6  feet  in  length,  and  are  in 
alternate  sections  so  as  to  form  definite  cross  joints,  but  each  section  of 
the  curb  and  gutter  must  be  built  together,  with  no  longitudinal  joint 
between  them. 

Taalt  Uctat  Crautrnctlon.  Sidewalk  lights  over  basement  areas  or 
subways  are  formed  of  circular  or  square  lights  of  plate  glass,  set  in 
reinforced  concrete  slabs,  supported  by  steel  or  reinforced  concrete 
beams.  Steel  rods  about  ^-inch  diameter  are  interlaced  in  both  direc- 
tions between  all  of  the  rows  of  lights.  The  width  of  the  slab  between 
beams  is  governed  by  the  thickness  of  the  slab,  a  customary  width 
being  3  to  4  feet.  The  dimensions  of  the  beams  and  girders,  whether 
of  steel  or  reinforced  concrete,  depend  upon  their  loading  and  span. 
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(See  table,  p.  576.)     A  typical  vault  light  construction  supported  by- 
steel  girders  and  stiffened  by  concrete  ribs  is  illustrated  in  Fig.  257, 

If  concrete  beams  or  stiffeners  are  used,  they  must  be  laid  at  the  same 
lime  as  the  slabs  are  placed,  so  as  to  be  in  the  same  piece  with  them,  but 
contraction  joints  must  be  provided  as  shown.  In  laying  the  slabs,  the 
position  of  the  glass  discs  may  be  located  by  an  iron  plate  with  holes  of  the 
size  of  the  glass  discs.    On  top  of  this  iron  form,  a  layer  of  oiled  paper  is 


cjtpansion  JOinT 

Wcrterproofinq  Composftion 

Fic.  is7-'-Typical  Vault  Light  Construction.     (See  f.  808.) 

spread  to  prevent  the  cement  sticking  to  it,  the  lenses  are  set  upon  the 
paper  over  the  boles,  the  reinforcing  rods  placed,  and  the  mortar  poiured 
around  the  glass,  and  its  surface  troweled  after  partially  setting,  same  as 
the  surface  of  a  granolithic  walk.  After  the  mortar  has  become  thoroughly 
bard,  the  metal  plate  and  the  paper  may  be  removed. 


COST  AND  TIME  OF  SIDEWALK  CONSTBVOTIOX 

The  cost  of  concrete  sidewalk  or  basement  floor  construction  is  extremely 
variable.  The  job  at  any  one  location  is  likely  to  be  small,  not  occupying 
more  than  a  few  days,  so  that  the  time  and  expense  of  transporting  men 
and  materials,  and  the  time  getting  started  upon  the  work,  constitute  an 
important  item.     The  skill  of  the  men  employed  in  placing  and  finishing 
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the  concrete  affects  the  cost  still  more,  smce  an  experienced  gang  may 
easily  lay  three  times  as  much  surface  of  walk  in  a  day  as  inexperienced 
men,  even  if  the  latter  are  accustomed  to  ordinary  concrete  work.  Exca- 
vation is  another  variable  item,  depending  upon  the  quantity  of  earth  to  be 
removed  and  the  character  of  the  material. 

A  gang  of  convenient  size  consists  of  — 
One  mason. 
One  man  to  assist  the  mason  in  placing  forms,  and  to  level  and  ram  the 

concrete. 
Three  men  mixing  and  placing  coarse  concrete  for  base. 
One  man  mixing  top  dressing  for  wearing  surface. 

If  excavation  is  included  in  the  work,  more  laborers  may  be  needed. 
The  amount  of  walk  covered  by  a  gang  is  limited  by  the  surface  which  can 
be  floated  and  troweled  by  the  mason.  Unless  he  works  overtime,  the 
laying  of  concrete  must  stop  about  the  middle  of  the  afternoon  in  order 
that  the  wearing  surface  may  have  opportunity  to  set.  Meanwhile,  the 
concrete  gang  may  prepare  and  ram  the  foundation  and  get  everything  in 
readiness  to  begin  concreting  promptly  the  next  morning.  With  a  gang  of 
the  size  suggested  a  foreman  adds  considerable  to  the  expense,  and  it  is 
often  advantageous  to  so  arrange  the  work  as  to  make  the  mason  responsible 
for  its  quantity  and  quality.  A  bonus  paid  for  an  excess  over  a  certain 
area  of  surface  covered  is  an  effective  incentive  for  a  good  day's  work.  In 
order  to  properly  fix  such  a  bonus  the  employer  must  know  the  relative 
times  required  for  plain  sidewalk  and  curb.  The  size  of  the  blocks  must 
also  be  considered,  since  the  labor  upon  the  joints  forms  a  prominent 
division  of  the  work. 

Under  average  conditions  a  mason  skilled  in  this  class  of  work  should 
float  and  trowel  a  surface  of  600  to  700  square  feet  in  eight  hours,  if  no 
allowance  is  made  for  time  which  is  necessarily  lost  between  jobs  and  in 
commencing  work.  This  lost  time  will  lower  the  average  by  an  amount 
varying  with  the  size  of  the  job.  If  the  excavation  is  ready,  five  men  work- 
ing with  the  mason  should  prepare  the  foundation  and  place  the  base 
concrete  and  the  mortar  for  the  wearing  surface  for  a  walk  4  to  4J  inches 
thick.  For  a  thicker  walk,  one  more  man  may  be  required  in  the  gang  to 
keep  up  with  the  mason,  since  a  thick  walk  requires  more  concrete  or 
mortar. 

The  contract  price  for  a  granolithic  or  artificial  walk  from  4  to  5  inches 
in  thickness,  with  Portland  cement  at  about  $2.00  per  barrel,  and  sand 
and  stone  each  at  about  $2.00  per  cubic  yard,  varies  from  $0.16  to 
$0.18  per  square  foot.*     The  cost  of  curbing  runs  about  $0.75   to 

*  Personal  oonespondence  with  Henry  Welb  Durham. 
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$i.oo  per  linear  foot  without  a  metal  strip,  and  35  to  50  cents  higher 
with  it. 

DRIVEWAT8 

For  driveways  the  concrete  is  laid  similarly  to  that  in  sidewalk  construc- 
tion. The  total  thickness  may  be  5  inches  for  light  travel,  or  6  to  7  inches 
for  heavy  teaming.  Grooving  the  surface  in  6-inch  squares  affords  foothold 
for  the  horses. 

TOOLS 

The  following  implements  are  required  in  ordinary  concrete  walk 
<onstruction: 

Mortar  box  for  mixing  the  materials  for  wearing  surface. 

Platform  about  12  ft.  square  for  mixing  concrete*  (see  Fig.  7,  p.  22). 

One  or  more  iron  wheelbarrows  for  handling  the  materials  and  the 
concrete  (see  Fig.  4,  p.  18). 

Square-pointed  shovels  (see  Fig.  3,  p.  18). 

Hoe. 

2-inch  scantling  of  a  width  corresponding  to  the  thickness  of  the  walk 

I -inch  stuff  of  same  width  as  scantling,  for  curved  forms. 

Steel  square. 

Spirit  level. 

Straight-edge  long  enough  to  extend  across  the  walk. 

Two  rammers  about  5  inches  square,  with  handles  about  4  feet  long 
(see  Fig.  75,  p.  258). 

Wooden  stakes. 

Iron  pins  and  twine  for  stretching  line. 

Mason's  trowel. 

Pointing  trowel. 

Plasterer's  steel  trowel  (see  Fig.  252,  p.  805). 

Plasterer's  wood  float. 

Groover  (see  Fig.  253,  p.  805). 

Edging  trowel  (see  Fig.  254,  p.  806). 

Dot  roller  (see  Fig.  255,  p.  806). 

COLORING  MATTER 

The  appearance  of  a  walk  is  improved  by  being  slightly  colored. 
The  following  formulas  are  recommended  by  Mr.  L.  C.  Sabinif 

'Sometimes  unneccMaiy. 

t  Sabin's  "Cement  and  Concrete",  and  Edition,  p.  38a. 
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Colors  Jor  i: 

2  Mortar.    By  Louis  C. 

Sabin.    {See  p,  8io) 

MATERIAL. 

\  LB.  PER  100  LB.CEMKNT. 

4  LB.  PER  100  LB.  CEMENT. 

fXMTPBB 
LB. 

Lamp  Black 

Light  slate 

Dark  blue  slate 

1 5  cents 

Prussian  Blue 

Light  green  slate 

Bright  blue  slate 

so      " 

Ultra  Marine  Blue 

Bright  blue  slate 

ao      « 

Yellow  Ochre 

Light  green 

Light  buff 

3      • 

Burnt  Umber 

Light  pinkish  slate 

Chocolate 

lO       ' 

Venetian  Red 

Slate,  pink  tinge 

Dull  pink 

A   ' 

Red  Iron  Ore 

Pinkish  slate 

Light  brick  red 

»J   • 

Note:    Colors  vary  with  quantity  of  material  added.    Cost  is  per  lb.  of  coloring  matter. 
Colors  are  apt  to  fade  unless  formed  by  color  of  cnisbed  rock. 

QUANTITIES  OF  MATEBIALS  FOB  SIDEWALKS 

The  volumes  of  materials  required  to  cover  a  certain  area  of  surface 
are  determined  by  the  thickness  of  the  walk  or  floor,  the  proportions 
in  which  the  materials  are  mixed,  and  the  character  of  the  materials. 

The  following  table  gives  the  approximate  quantity  of  materials  neces- 
sary for  loo  square  feet  of  surface  for  walks  of  various  thicknesses  of  base 
and  wearing  surface.  It  is  assumed  in  compiling  the  table  that  the  coarse 
^ggrcg^te  of  the  base  contains  about  45%  voids,  and  that  the  stone  and 

Materials  Jor  ico  Square  Feet  of  Concrete  Sidewalks,     (See  p.  811) 
Proportions  based  on  a  barrel  unit  of  4.0  cubic  feet. 


Base 

• 

Wearing  Surface. 

Proportions. 
1  :  2j  :  5 

Proportioiis. 
1:3:6 

■ 

e 

e 
H 

Proportions, 
z  :  z 

Proportions. 

Z  '.l\ 

Pn^Mrtions. 

z  :  2 

• 

1 

• 

U 

1 

1 

i 

0 

• 

•0 

1 

« 

1 

e 

1 

• 

c 
S 
u 

• 

J5 

• 

1 

c5 

1 

•in. 

bbl. 

cu.  >d. 

cu.  3rd. 

bbl. 

cu.yd. 

cu-yd. 

in. 

bbl. 

cu.  yd. 

bbl. 

cu.yd. 

bbl. 

cu-yd. 

2i 

1.06 

0.40 

0.79 

0.90 

0.41 

0.81 

0.80 

0.12 

0.64 

0.14 

053 

0.15 

3 

1.27 

0.47 

0.94 

i.oS 

0.48 

0.96 

\ 

1.23 

0.19 

0.98 

0.22 

0.81 

0.24 

3§ 

1.46 

0.54 

1.08 

1.24 

o.SS 

1. 10 

I 

1.66 

0.24 

^■52 

0.30 

1.09 

0.32 

4 

1.68 

0.62 

1.24 

1-43 

0.64 

1.28 

li 

2.09 

0.31 

1.66 

0.37 

1-38 

0.41 

4l 

1.90 

0.70 

1. 41 

1.62 

0.72 

1.44 

li 

2-53 

0.37 

2.00 

0.44 

1.66 

0.50 

5 

2.13 

0.79 

1.58 

1.82 

0.80 

1.60 

2 

332 

0.50 

2.64 

0.58 

2.19 

0.65 

rl^OTE. — Select  and  add  tosetber  the  quantities  of  each  material  correspondiq^  to  the  required  thickocs 
and  proportions  of  base  anowearing  surface. 
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sand  are  measured  loose  by  shoveling  into  boxes  or  barrels,  on  the 
basis  of  the  volume  of  a  cement  barrel  of  4.0  cubic  feet.  For  example, 
proportions  1:3:6  are  equivalent  to  i  barrel  Portland  cement,  12  cu. 
ft.  of  sand  and  24  cu.  ft.  of  broken  stone  or  gravel,  while  proportions 
1:2  are  equivalent  to  i  barrel  of  Portland  cement  to  8.0  cu.  ft.,  or 
one  bag  of  Portland  cement  to  2.0  cu.  ft.  of  sand  or  crushed  stone. 
The  variation  in  volume  of  mortar  produced  with  sand  and  crushed 
stone  of  different  fineness  may  affect  the  quantities  for  wearing  surface 
by  at  least  10%,  but  to  provide  for  such  variation,  and  to  allow  for 
waste,  10%  has  been  added,  in  computing  the  values,  to  the  quanti- 
ties in  the  table  on  page  214. 

Since  the  volumes  are  given  separately  for  the  base  and  wearing  surface, 
the  quantities  required  for  walks  of  other  thicknesses  may  be  readily  esti- 
mated, as  illustrated  in  the  following  example: 

Example:  —  What  materials  will  be  required  for  a  walk  8  ft.  in  width 
and  150  ft.  long,  the  base  to  be  3  in.  thick,  of  concrete  in  proportions 
1:3:6,  and  the  wearing  surface  one  inch  thick,  in  proportions  i  part  cement 
to  I  part  sand?  » 

Solution:  —  Referring  to  the  table  we  find  directly  that  for  100  sq.  ft. 
of  base  3  in.  thick,  1.08  bbl.  Portland  cement,  0.48  cu.  yd.  sand,  and  0.96 
cu.  yd.  broken  stone  or  gravel  are  required.  Similarly,  for  100  sq.  ft.  of 
the  wearing  surface  one  inch  thick  we  should  require  1.66  bbl.  cement  and 
0.24  cu.  yd.  sand.  For  each  100  sq.  ft.  of  completed  walk  there  would 
therefore  be  needed  2.74  bbl.  cement,  0.72  cu.  yd.  sand,  and  0.96  cu.  yd. 
broken  stone  or  gravel;  and  since  there  are  i  200  sq.  ft.  in  an  area  of  150 
by  8  ft.,  for  both  base  and  wearing  surface  we  should  require  33  bbl. 
Portland  cement,  9  cu.  yd.  sand,  and  12  cu.  yd.  broken  stone  or  gravel. 
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CHAPTER  XXXI 
CEMENT  MANUFACTURE 

This  chapter  contains  a  short  historical  sketdi  followed  by  a  brief  out- 
line of  the  processes  of  modem  cement  manufacture,  illustrated  with  views 
of  typical  machinery. 

HI8T0BI0AL 

Lime  must  have  been  used  by  the  Egyptians  thousands  of  years  before 
Christ,  as  the  stones  in  the  pyramids  apparently  were  laid  in  mortar  of 
common  lime  and  sand.  It  is  even  thought  by  some  that  these  ancients 
understood  the  principle  of  mixing  lime  and  clay  together  to  make  a  real 
cement. 

Concrete  was  made  by  the  Romans  as  early  as  several  centuries  before 
Christ.  For  most  of  their  work,  they  used  lime  mixed  with  sand  and  stone, 
but  understanding  the  value  of  puzzolana  or  volcanic  ashes  to  render  lime 
hydraulic,  they  employed  these  two  materials  in  combination  with  the 
sand  and  stone  for  marine  construction.  For  less  important  work,  they 
often  mixed  lime  and  coarsely  powdered  brick  with  the  aggregate.  Vitru- 
vius,  writing  in  the  first  century,  describes  methods  of  making  concrete 
with  lime  alone,  and  also  gives  as  the  formula  for  making  it  of  slaked  lime 
and  Italian  puzzolana: 

12  parts  of  puzzolana,  well  pidverized. 
6  parts  of  quartz  sand,  well  washed. 
9  parts  of  rich  lime,  recently  slaked;  to  which  is  added 
6  parts  or  fragments  of  broken  stone,  porous  and  angular,  when 
intended  for  a  "pise"  or  a  filling  in. 

It  is  interesting  to  note  that  the  Romans  called  their  concrete  made 
from  these  materials  "opus  caementum,''  literally,  "chip-work,''  and 
that  the  word  "cement,''  derived  from  the  aggregate,  has  in  our  day 
been  transferred  to  the  hydraulic  binding  material. 

In  the  Middle  Ages  concrete  was  employed,  after  the  Roman  fashion,  for 
both  walls  and  foundations.  In  the  former  it  was  generally  laid  as  a  core 
faced  with  stone  masonry.  Large  stones  were  often  imbedded  in  the 
mass. 

The  fact  that  clay  contained  in  certain  limes  rendered  them  hydraulic 
Was  discovered  by  John  Smeaton,  when  studying  the  designs  for  the  third 
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Eddystone  Lighthouse,  about  1750.  Early  in  the  following  century, 
Vicat,  by  his  extended  scientific  researches  in  France,  earned  for  himself 
the  name  of  the  founder  of  hydraulic  chemistry. 

In  England,  in  1796,  James  Parker  made  from  nodules  of  argillaceous 
limestone,  calcined  and  ground,  what  he  called  Roman  cement.  This 
process  he  patented,  and  from  it  the  Natural  cement  industry  was  developed- 
It  was  Joseph  Aspdin,  of  Leeds,  England,  who  really  invented  Portland 
cement  by  discovering  in  1824  that  an  artificial  mixture  of  slaked  lime  and 
clay,  highly  calcined,  formed  a  hydraulic  product.  On  account  of  its 
resemblance  in  color  and  hardness  to  the  Portland  stone  which  was  much 
used  in  England  at  that  time,  he  called  his  invention  Portland  cement. 
Two  patents  had  been  granted  in  England  a  few  years  before  his  time, 
but  as  in  these  the  materials  were  not  heated  to  vitrification,  hydraulic 
lime  instead  of  cement  was  produced. 

The  Portland  cement  industry  was  not  developed  to  any  great  extent 
until  about  twenty  years  after  Aspdin's  discovery,  when  J.  B.  White  & 
Sons  in  Kent,  England,  commenced  its  manufacture.  Later,  Mr.  John 
Grant  gave  a  great  impetus  to  Portland  cement  manufacture  by  experi- 
mental studies  upon  the  practical  action  of  cements,  mortars  and  concretes 
under  varied  conditions.  The  results  of  his  tests  he  presented  to  the  In- 
stitution of  Civil  Engineers  in  1866,  187 1,  and  1880. 

The  first  manufactory  for  producing  Portland  cement  in  France  was 
established  toward  the  middle  of  the  last  century  at  Boulogne-sur-Mer. 
In  Germany  the  first  factory  was  erected  soon  after  this,  for  the  production 
of  the  Stettin  Portland  cement,  and  with  such  successful  results  that  in 
1900  Germany  produced  more  Portland  cement  than  any  other  country. 

The  discovery  in  the  United  States  of  a  rock  suitable  for  Natural  cement 
was  made  in  18 18  by  Canvass  White,  an  engineer  connected  with  the 
construction  of  the  Erie  Canal,  and  Natural  cement  was  made  in  Madison 
and  Onondaga  Co.,  N.  Y.,  in  that  year.  The  first  Natural  cement  in 
the  Rosendale  district  was  made*  at  Rosendale,  Ulster  Co.,  N.  Y.,  about 
1823.  Mr.  D.  O.  Saylor  was  the  founder  of  the  Portland  cement  industry 
in  the  United  States.  His  discoveries  were  made  in  the  Lehigh  Valley. 
He  experimented  from  1871  to  1875  and  marketed  cement  in  1875. 

PRODUCTION  OF  CEMENT 

The  total  production*  of  hydraulic  cement  in  the  United  States  for 
1914  was  89  049  766  barrels,  of  which  88  230  170  barrels  were  Port- 
land   cement,    751  285    barrels  were   Natural   cement,   and  68  311 

*  Mineral  Resources  of  the  United  States,  19x4. 
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baxrels  were  Puzzolan  or  Slag  cement.  The  average  values  per  barrel 
were:  for  Portland  cement  $0.927, for  Natural  $0.468, and  for  Puzzolan 
$0,926. 

The  superior  quality  of  Portland  over  Natural  cement  and  the  increasing 
economy  of  its  manufacture  is  evinced  by  a  comparison  of  these  figures 
with  those  of  1890,  when  only  335  500  barrels  of  Portland  cement  were 
produced  against  7  082  204  barrels  of  Natural  cement.  The  imports  of 
cement  in  1890  were  i  940  186  barrels,  and  in  1908,  842  121  barrels. 

The  production  of  Portland  cement  in  the  United  States  by  individual 
States  is  represented  in  the  following  table. 

Production  of  Portland  Cement  in  the  United  States  in  1910  and  1914  by  States. 


SUte. 


Pennsylvania. 

Indiana 

Kansas 

Illinois 

New  Jersey. . . 

Michigan 

Missouri 

California 

Washington. .. 
New  York. . . . 

Ohio 

Iowa 

Kentucky 

Tennessee 

Texas 

Oklahoma 

South  DakoU. 

Colorado 

Arizona 

UUh 

Maryland 

Virgmia. 

Massachusetts 

Alabama* 

Georgia* 

^kansast 

North  Daikota 
Other  Stalest- 


1900 


Producing 
PlanU. 


Quantit 
Darreb 


I 
z 

3 

2 
6 


8 
6 


I 

X 

I 
z 


I 
z 


50 


4  9S4  417 

30  000 

80  000 

240  442 

I  169  212 

664  750 

44  565 

46s  832 
534  21S 


26  000 

38  000 
35  708 

70  000 
S8  470 


40  000 
400 


Value. 


1914 


Producing 
Plants. 


S  482  020 


4  984  417 

37  500 

zoo  000 

300  552 

Z  Z69  212 
830  940 

89  Z30 

582  290 
667  769 


52  000 
76  000 

71  4Z6 
Z7S  000 

73  099 


70  000 
I  200 


Quantity, 
barrels. 


20 
5 
9 
S 
3 

zi 

5 
7 

5 
8 

5 
3 


9  280  525 


26  570  zsz 
9   595  923 
431 
401 


3 
5 
3 
4 
4 
5 
2 

5 
z 

4 


Z42 
605 


674  800 
285  345 
723  906 

07S  XU 
017  344 
886  Z24 
962  047 
233  707 


08z  100 


17 


zzo 


Value. 


$24  630  529 
8  895  42Z 
3  180  669 
5  007  288 
3  406  540 

3  972  51S 

4  379  o6z 

4  704  63Z 
I  870  078 

5  4S6  437 
I  8z8  8z7 
3  924  646 


009  480 


8  39Z  52Z 


88  230  170 


7  686  240 


81  789  368 


*  Product  in  1900  combined  with  Virginia, 
t  Product  in  Z900  combined  with  Missouri 

t  Alabama,   Arizona,    Colorado,   Georgia,   Kentucky,  Maryland,   Montana,   Nebraska,  Oklahoma, 
Tennessee,  Virginia,  and  West  Virginia. 

About  36%  of  the  total  production  in  19 14  was  in  the  Lehigh  Valley 
of  Pennsylvania  and  New  Jersey.     In  1900  73%  came  from  that  district. 
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Portland  cement  is  made  from  a  mixture  of  calcium  carbonate  with 
silica  and  alumina. 
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A  TREATISE  ON  CONCRETE 


Comparative  Analyses  of  Raw  Materials  and  Portland  Cements* 


Cement  Rock  and 
Limestone. 


I 


a 
o 


a 
'a 


6 
s 

U 


Limestone  and 
CUy.* 


6 
§ 

8 

'a 


u 


«2 
0 
u 

a 

U 


Marl  and 
Qay. 


^ 


Chalk  and 
Clay.* 


3 


8 

U 


Si  Oa 
Ala  O3 
FeaOj 


Silica 

Alumina 

Iron  Oxide 

Calcium  Oxide       Ca  O 

Magnesian  Oxide  Mg  O 

Sulphuric  Acid  S  O3 

Carbonic  Oxide       C  O2 

Water  HtO 

Organic  Matter 

Other  Constituents 


19.06 

1.98 

19-92 

3-30 

55-37 

21.50 

X.7S 

62.10 

32.5a 

0.35 

60.30 

4-441 
i.za] 

0.70 

9-83] 
2.63] 

1.30 

28.15 

10.50 

1.57 

30.09 
7.81 

6.69 

3-54 

0.75 

x^Ja^ 
8. 13 

38.78 

53-31 

60.32 

52.IS 

5-84 

6350 

49.24 

0.65 

63^3 

54-95 

440 

a.ox 

0.97 

3-12 

1.58 

22.5 

X.80 

0.44 

0.96 

069 

1.37 

I-I3 

0.30 

0.12 

1.50 

O.Z5 

0.49 

0.98 

t.SP 

3a-66 

43.94 

40.98 
8.37 

3916 

• 
7-50 

8.00 

43-17 

7-47 
4-06 

0.40 

Z.08 

» 

0.85 

0.45 

33.19 

ilX.33 

60.76 
X.IO 

1.40 

1-94 

138 


Note. — Carbonates  in  raw  materials,  given  in  some  of  the  analyses,  have  been  transformed  into  oxide. 
^  Cement  Rock.    Lehigh  Valley  District,  Penn.    3ist  Annual  Report,  U.  S.  Geological  Survey.    Pt.6, 
p.  404. 

*  Pure  Limestone,  Lehigh  Valley  Dktrict.    W.  E.  Snyder,  Analyst 

*  Lehigh  Valley  Cement.     Booth,  Garrett  &  Blair,  Analysts. 

*  Hudson  River  Valley.    Mineral  Industry,  Vol.  6,  p.  97- 

S  W.  H.  Simmons,  Analyst,  32d  Annual  Report,  U.  S.  Geological  Survey,  Pt.  3,  p.  650.<s. 

'  Shale.    Mineral  Industry,  Vol.  6,  p.  99. 

'  Michigan.    VV.  H.  Simmons,  Analyst,  22d  Annual  Report,  U.  S.  Geological  Survey,  Pt.  3,  pi  68fr 

■  Water,  23%.    Analysis  from  David  B.  Butler,  England.  ^r\A 

*  Estuary  Mud.    Roughly  dried,  lost  33!%.    Analysis  from  David  B.  Butler,  England.  "  ***** 
^  English  Portland  Cement.    Analysis  from  David  B.  Butler,  England. 

Dry  Process  with  Rotary  Kilns.  The  rotary  kibi  is  used  ahnost  uni- 
versally, superseding  the  old  stationary  kiln.  The  rotary  was  made  a 
success  in  this  country  after  failing  totally  abroad.  The  successful  use 
of  powdered  fuel  also  was  accomplished  in  the  United  States,  and  after- 
ward adopted,  with  the  rotary  kilns,  in  Europe.  Where  rock,  or  rock 
and  clay,  form  the  raw  materials,  they  as  a  rule,  are  mixed  and  ground 
and  introduced  into  the  rotary  in  the  form  of  a  dry  powder.  If  marl 
or  chalk  furnish  the  carbonate  of  lime,  the  wet  process  of  mixing  and 
grinding  is  usually  employed,  as  described  on  page  822,  although  in  a 
few  plants  each  of  these  materials  is  dried  when  entering  the  mill,  and 
the  operations  are  similar  to  those  described  below  for  rock  mixtures, 
except  that  driers  and  disintegrators  are  substituted  for  stone  crushers. 

The  process  of  manufacturing  Portland  cement  from  rock,  or  rock  and 


*  The  authors  are  indebted  for  these  analyses  of    chalk  and  clay  to  David  B.  Butler,  of  En^and, 
who  prepared  them  for  this  Treatise. 
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give  it  tbe  correct  Portland  cement  composition.    Occasional  deposits 
are  found  which  are  suitable  to  use  with  no  admixtures,  or  from  which 
the  desired  proportions  may  be  obtained  by  mixing  two  different  strata 
in  the  same  quarry.     Several  other  States,  among  them  the  \^irginias, 
Alabajna,  Colorado,  and  Utah,  have  a  geological  formation  from  which 
Portland  cement,  similar  to  that  in  the  Lehigh  Valley,  has  been  made. 
In  the  Hudson  River  Valley,  New  York,  are  situated  large  manu- 
factories employing  a  hard  limestone  which  is  nearly  pure  carbonate  of 
lime,  requiring  20%  to  25%  clay  or  shale  and  producing  a  fine  quality 
of  cement.     A  somewhat  similar  mbcture  is  used  in  California  and  in 
scattered  localities  in  the  Central  States. 

The  marl  used  for  cement  usually  is  a  wet,  calcareous  earth,  in  some 
localities  of  organic  origin  from  shell  deposits,  and  in  other  places  of 
chemical  formation.  There  are  large  cement  plants  using  marl  and 
clay  in  Ohio,  Indiana,  and  AGchigan. 

Chalk  and  clay  deposits  resembling  those  o  England  are  worked  in 
Texas. 

Certain  blast  furnace  slags  similar  to  those  used  in  the  manufacture  of 
Puzzolan  cement,  when  combined  with  a  suitable  admixture  of  lime- 
stone, produce,  after  calcination,  a  true  Portland  cement  with  normal 
characteristics. 

The  waste  from  the  manufacture  of  soda,  when  employing  the  ammonia 
soda  process  with  suitable  raw  materials,  is  substantially  a  precipitated 
Sik,  and  may  be  burned  with  clay  and  made  to  produce  a  Portland 
cement. 

In  Germany  the  Alsen  and  Stettin  brands  are  made  from  chalk  and 
clay,  the  Dyckerhoff  and  Mannheimer  brands  from  limestone  and  clay, 
while  the  Germania  and  Hanover  works  use  marl  and  clay.  In  England 
raw  materials  consist  principally  of  chalk  and  clay.  Belgium  manufac- 
turers use  chalk  and  clay,  and  a  so-called  Portland  cement  from  natural 
rock  is  also  manufactured  in  that  countr>'.  In  France,  marl  and  clay 
and  chalk  and  clay  are  the  chief  raw  materials  for  commercial  Portland 
cements. 

The  character  and  proportioning  of  the  raw  materials  and  the  pro- 
cesses of  chemical  combination  are  discussed  by  Air.  Spencer  B.  New- 
berry in  Chapter  \. 

The  following  table  illustrates  the  composition  of  x'arious  classes  of 
materials  which  are  used  for  Portland  cement,  and  also  the  resulting 
analysis  of  the  cement  in  each  case: 
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Comparaiive  Analyses  of  Raw  Materials  and  Portland  Cements* 


Cement  Rock  and 

Limestone  and 

Marl  and 

Chnik  and 

Limestone. 

Clay.* 

aay. 

Clay.* 

• 

M 

« 

4) 

a 

•9. 

6 

S 

•-. 

S 

4-i 

0 

** 

0 

*i 

«-• 

on 

«i 

a 

s 

8 

■ 

S 

"». 

« 

s 

M 

• 

8 

g 

S 

*0m 

§ 

a 

^p4 

cd 

§ 

>* 

§ 

u 

I-] 

u 

^ 

U 

U 

s 

U 

U 

u 

u 

u 

Silica 

Si  O2 

19.06 

1.98 

19.92 

330 

55-27 

21.50 

1-75 

62.10 

22.52 

0.35 

60.30 

33.IO 

Alumina 

AI2  O3 

4-441 

• 

0.70 

9-83) 

* 

1.30 

28.15 

10.50 

i-S7i 

20.09 

6.69 

0.7s 

iix>7 

11.39 

Iron  Oxide 

FeaOa 

1.14 

2. 63  J 

I 

7.81 

354 

8.13 

Calcium  Oxide 

CaO 

38.78 

53-31 

60.32 

52.1S 

5-84 

63-50 

49-24 

0.65 

63.82 

54-95 

440 

60.76 

Magnesian  Oxide  Mg  O 

3.01 

0.97 

3-12 

1.58 

22.5 

X.80 

0.44 

0.96 

069 

i.a7 

X.IO 

Sulphuric  Acid 

SO3 

I.I3 

0.30 

0.12 

1.50 

o.is 

0.49 

0.98 

a.50 

Z.40 

Carbonic  Oxide 

COa 

33.66 

42.94 

40.98 

39- r6 

43-17 

7.47 

1-04 

Water 

H,0 

8.37 

> 

8.00 

Organic  Matter 

7.50 

4.06 

Other  Constituents 

0.40 

1.08 

0.85 

0.45 
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Note. — Carbonates  in  raw  materials,  given  in  some  of  the  analyses,  have  been  transformed  into  oxide. 
^  Cement  Rock.    Lehigh  Valley  District,  Penn.    21st  Annual  Report.  U.  S.  Geological  Survey.     Pt.6, 
p.  404- 

*  Pure  Limestone,  Lehigh  Valley  District.    W.  E.  Snyder,  Analyst 

*  Lehigh  Valley  Cement.     Booth,  Garrett  &  Blair,  Aioalysts. 

*  Hudson  River  Valley.    Mineral  Industry,  Vol.  6,  p.  97. 

•  W.  H.  Simmons,  Analyst,  22d  Annual  Report,  U.  S.  Geological  Survey,  Ft.  3,  p.  650WV. 

•  Shale.    Mineral  Industry,  Vol.  6,  p.  99. 

^  Michigan.    W.  H.  Simmons,  Analyst,  22d  Annual  Report,  U.  S.  Geological  Survey,  Ft.  3,  p.  680. 
B  Water,  23%.    Analysis  from  David  B.  Butler,  England.  <XiA 

•  Estuary  Mud.    Roughly  dried,  lost  33§%.    Analysis  from  David  B.  Butler,  England.  "  ^^ 
^  English  Portland  Cement.    Analysis  from  David  B.  Butler,  England. 

Dry  Process  with  Rotary  Kilns.  The  rotary  kihx  is  used  ahnost  uni- 
versally, superseding  the  old  stationary  kiln.  The  rotary  was  made  a 
success  in  this  country  after  failing  totally  abroad.  The  successful  use 
of  powdered  fuel  also  was  accomplished  in  the  United  States,  and  after- 
ward adopted,  with  the  rotary  kilns,  in  Europe.  Where  rock,  or  rock 
and  clay,  form  the  raw  materials,  they  as  a  rule,  are  mixed  and  groimd 
and  introduced  into  the  rotary  in  the  form  of  a  dry  powder.  If  marl 
or  chalk  furnish  the  carbonate  of  lime,  the  wet  process  of  mixing  and 
grinding  is  usually  employed,  as  described  on  page  822,  although  in  a 
few  plants  each  of  these  materials  is  dried  when  entering  the  mill,  and 
the  operations  are  similar  to  those  described  below  for  rock  mixtures, 
except  that  driers  and  disintegrators  are  substituted  for  stone  crushers. 

The  process  of  manufacturing  Portland  cement  from  rock,  or  rock  and 


*  The  authors  are  indebted  for  these  analyses  of   chalk  and  clay  to  David  B.  Butler,  of  England, 
who  prepared  them  for  this  Treatise. 
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day  mixtures,  in  plants  equipped  with  rotary  kilns,  consists  essentially  of 
crushing  the  materials, — either  separately  or  after  mixing  them, — dry- 
ing, grinding,  calcining  in  the  rotaries,  cooling,  grinding  to  powder,  and 
packing. 

If  two  stones  of  fairly  similar  texture  and  each  of  uniform  composition 
form  the  raw  materials,  they  may  be  carefully  weighed  and  thrown  to- 
gether into  the  breaker,  which  may  be  either  a  large  jaw  or  gyratory 
crusher  (see  pp.  2 2  2  to  2  23 ) .  Otherwise,  they  are  crushed  separately,  and 
mixed  just  before  the  grinding  which  preceeds  the  calcination.  A 
further  reduction  in  size  to  about  i-inch  is  accomplished  by  rolls,  crackers 
of  the  coffee  mill  type,  hammer  mills,  or  similar  machinery. 

Clay,  if  used,  is  dried  in  broken  lumps,  and  then  may  be  pulverized  by 
passing  it  through  a  disintegrator  consisting  of  two  horizontal  rolls,  one 
corrugated  or  toothed  and  the  other  smooth. 

An  economical  form  of  dryer  for  clay  or  stone  consists  of  a  long  re- 
volving steel  tube  about  5  or  6  feet  in  diameter  by  say,  60  feet  long,  pro- 
vided with  shelves  on  its  interior  surface,  formed  by  horizontal  Z-bars. 
The  hot  gases  from  the  kiln  may  be  made  to  pass  through  the  tube  and 
meet  the  raw  material. 

By  treating  the  two  materials  sejmrately  up  to  this  point,  an  extremely 
accurate  mixture  is  obtained  by  weighing  the  ingredients  in  a  pair  of  auto- 
matic weighing  machines  so  arranged  that  one  of  the  pair  will  not  dump 
until  both  are  charged. 

Samples  of  the  two  materials  are  taken,  just  before  mixing,  at  definite 
periods  throughout  the  day,  and  analyzed  to  determine  the  correct  pro- 
portions. A  partial  analysis  showing  the  quantities  of  the  principal 
constituents  may  be  all  that  is  necessary  except  at  occasional  intervals. 
The  maintaining  of  correct  proportions  is  one  of  the  most  essential  ele- 
ments in  the  manufacture. 

Another  grinding  of  the  mixed  materials  in  mills  of  various  types, 
to  such  a  fineness  that  82  to  92%  will  pass  through  a  screen  having  200 
meshes  p>er  linear  inch,  completes  the  preparation  for  the  rotary  kilns. 

A  modem  kiln  located  at  the  plant  of  the  Atlas  Portland  Cement  Co. 
at  Hudson,  N.  Y.  is  shown  in  Fig.  258,  page  820.  This  is  232  feet  3 J 
inches  long  by  12  feet  in  diameter  and  is  elevated  so  that  the  clinker 
flows  to  subsequent  machinery  by  gravity.  Fine  grinding  before  burn- 
ing is  one  of  the  secrets  of  successful  manufacture. 

The  best  type  of  rotary  kiln  used  for  calcining  dry  materials,  con- 
sbts  of  an  inclined  steel  tube  from  100  to  250  feet  long.  The  diameter 
is  generally  8  to  12  feet,  though  occasionally  smaller  than  this  at  the 
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upper  end  and  tapering  to  the  larger  size  at  a  point  about  one-third 
of  its  length  from  the  upper  end. 

The  lower  end  of  the  rotary  is  closed  by  a  movable  brick  wall,  and 
through  the  center  of  this  passes  a  pipe  that  feeds  the  powdered  coal 
which  in  a  separate  building  is  crushed  to  pea  size  and  pulverized  in 
tube  mills,  or  other  pulverizing  machines,  so  that  about  95%  is  finer 
than  a  loo-mesh  screen;  the  finer  the  coal  the  greater  its  eflSciency. 

The  ground  stone  may  be  fed  into  the  upper  end  of  the  rotary  by  a 
spiral  conveyor  enclosed  in  a  pipe  which  is  water-jacketed  to  prevent 
the  feed  pif)e  from  burning  out.  The  degree  of  calcination  is  governed 
by  the  supply  of  raw  material,  the  speed  of  rotation  of  the  rotary,  which 
rests  on  rollers  geared  to  a  speed-changing  device,  and  the  quantity  of 
fuel.  If  coal  is  used  for  fuel,  it  is  fed  by  a  blast  from  a  fan,  and  the 
quantity  is  regulated  by  a  spiral  conveyor  nmning  at  changeable  speed. 
The  heat  in  the  kiln  is  so  intense  that  the  coal  bums  as  a  gas  without 
apparent  smoke  or  cinder.  The  proper  temperature,  which  is  said  to 
be  2700°  to  3000°  Fahr.,  is  determined  by  the  app>earance  of  the  burn- 
ing clinker.  At  a  certain  point  in  its  descent  the  material  becomes 
semi-vitrified  and  forms  into  irregular  balls  or  clinkers,  which  roU 
around  and  finally  fall  out  red-hot  at  the  lower  end  in  pieces  ranging 
in  size  from  |-inch  to  one  inch  in  diameter.  The  clinker,  when  properly 
burned,  is  of  a  greenish  black  color  with  a  faint  glisten,  and  contains 
but  few  large  pieces.  It  slightly  resembles  in  appearance  the  clinker 
often  found  among  the  ashes  of  hard  coal. 

The  output  of  a  rotary  varies  with  the  length  and  diameter  from  150 
to  200  barrels  per  24  hours  for  a  60  foot  kiln  to  i  000  to  2  000  barrels 
for  a  150  to  200  foot  kiln  with  a  smaller  coal  consumption  per  bbl. 

The  clinker,  after  being  cooled  in  some  form  of  cooler,  is  crushed  by 
passing  between  horizontal  rolls  or  through  some  other  form  of  crusher, 
and  is  then  ready  for  the  fine  grinding,  or,  if  desired,  it  may  be  stored 
either  out  of  doors  or  under  cover  imtU  needed.  Strangely  enough, 
wetting  the  clinker  does  not  injure  it  provided  it  is  dry  when  it  enters 
the  fine  grinders. 

The  fine  grinding  is  accomplished  by  passing  the  clinker  through 
one  or  more  special  mills*,  such  as  ball  mills,  tube  mills,  Griflin,  Kent 
or  Lehigh  Fuller  MiUs. 

A  tube  mill,  which  is  used  to  a  large  extent  in  grinding  cement,  con- 
sists of  a  long  horizontal  cylinder  filled  nearly  to  its  axle  with  flint  i>ebbles 
imported  from  Europe,  which  average  about  2  to  3  inches  in  diameter. 
The  cement  is  ground  by  rolling  around  with  the  flints.     It  is  then 

*  See  illustrationa  in  adveitisiag  pages  at  back  of  book. 


822  A  TREATISE  ON  CONCRETE 

thrown  against  the  screen,  which  prevents  the  passing  of  pieces  of  flint. 
A  tube  mill  which  passes,  say,  2^0  barrels  of  cement  per  day,  will  re- 
quire the  renewal  of  the  flint  pebbles  at  the  rate  of  about  600  lb.  per 
week.  Such  small  mills  as  these,  however,  are  being  superseded  by 
larger  ones,  i.e.,  by  combined  ball  and  tube  mills  having  a  capacity  up 
to  75  to  100  barrels  of  cement  per  hour. 

It  is  customary  to  store  the  cement  in  bulk  and  weigh  it  out  by  auto- 
matic weighing  and  bag  packing  machines  into  bags  or  barrels  as 
required  for  shipment. 

In  outlining  the  cement  machinery,  no  reference  has  been  made  to  the 
methods  for  conveying  the  material  from  one  machine  to  another. 
Bucket  conveyors,  chain  drags,  belts  and  spiral  conveyors  are  all  more 
or  less  used.  A  spiral  conveyor  is  a  helical  blade  on  a  revolving  shaft, 
set  in  a  square  or  circular  trough  or  tube  of  larger  size  than  the  spiral, 
so  that  the  material  packs  around  the  circumference,  and  the  blade 
comes  in  contact  only  with  the  powdered  material. 

Plaster  of  Paris  (calcium  sulphate  CaS04)  or  g5^sum  (CaS04  + 
2H2O),  the  same  substance  in  crystalline  form,  is  an  important  addition 
to  cement  as  a  regulator  of  its  setting,  and  from  2  to  3%  is  used' in  nearly 
all  Portland  cement  manufactories.  The  gypsiun  must  be  added  after 
the  calcination  and  before  the  final  grinding,  in  order  to  insure  the 
proper  result. 

The  laboratory  of  a  cement  plant  is  an  important  feature.  Not  only 
must  the  raw  materials  and  the  finished  cement  be  analyzed  at  frequent 
periods  to  insure  uniformity  of  product,  but  the  cement  must  be  mechani- 
cally tested  also  for  fineness,  time  of  setting,  tensile  strength  at  seven 
and  twenty-eight  days,  and,  perhaps  most  important  of  all,  for  sound- 
ness. Most  manufacturers  use  some  form  of  the  accelerated  or  hot 
test.  This  is  not  only  due  to  the  fact  that  many  engineers  require 
the  cement  to  pass  an  acclerated  test  for  reception,  but  because  the 
chemists  in  the  cement  factories  consider  this  test  of  great  value  in 
checking  up  the  quality  of  cement. 

Wet  Process  with  Rotary  Kilns.  The  rotary  or  Ransome  kibi  was 
first  used  in  England  on  wet  materials.  Rotaries  have  been  widely,  in 
fact  almost  xmiversaUy,  adopted  in  the  United  States  for  calcining  dry 
materials.  More  recently  this  field  has  been  extended  to  use  with 
slurry  formed  from  the  mixture  of  pulverized  materials  such  as  marl 
and  clay  and  containing  some  40%  or  more  of  water,  which  is  pumped 
into  the  end  of  the  rotary  and  dried  by  the  same  flame  used  for 
calcination. 
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In  the  United  States  the  raw  materials  most  tommonly  employed  in 
the  wet  process  are  marl  and  clay.  The  marl  as  it  comes  to  the  mill  is 
broken  up  in  some  form  of  a  disintegrator.  The  clay  is  dried  and 
pulverized  and  is  then  mixed  with  the  marl,  which  is  about  of  the  con- 
sistency of  thick  cream,  in  a  pug  mill,  or  an  edge-runner. 

In  some  cases  the  clay  is  ground  and  water  is  added  to  it  before  mix- 
ing with  the  marl. 

The  mixed  materials  must  now  be  ground  wet  before  burning.  This 
is  sometimes  accomplished  in  mill  stones,  consisting  of  a  pair  of  horizontal 
stones  the  upper  one  of  which  revolves  upon  an  upright  shaft,  but  more 
often  in  wet  tube  mills  similar  to  those  described  on  page  819. 

Stationary  Kilns.  Before  the  introduction  of  rotary  or  revolving 
kilns  all  cement  was  birnied  in  stationary  kilns.  Stationary  kilns  are 
of  two  general  t)^s:  (i)  intermittent  kilns,  which  are  completely 
charged  and  then  burned,  and  (2)  continuous  kilns,  where  the  fire  is 
maintained  continuously  and  the  exhaust  heat  is  used  to  dry  and  heat 
the  raw  materials  before  burning  them.  The  bricks  of  cement  slurry 
and  the  coke  are  placed  in  these  kilns  in  layers  by  hand  and  then  burned. 
While  the  old  style  of  stationary  kilns  are  practically  obsolete,  small, 
vertical  kilns  taking  material  in  small  cakes  and  operating  under  air 
pressure,  were  being  introduced  in  Germany  before  the  war.  These  were 
said  to  be  lower  in  first  cost  and  more  economical  in  operation  than  the 
rotary  kiln. 

The  most  common  form  of  intermittent  kiln  is  the  Dome  or  Bottle 
Kiln.  This  consists  of  a  single  shaft  into  which  alternate  layers  of  moist 
bricks  of  cement  slurry  and  coke  are  placed  by  hand  and  burned.  After 
cooling,  the  clinker  is  drawn  out  by  hand  through  a  door  at  the  bottom, 
picked  over  to  remove  under-burned  clinker,  —  which  is  of  a  yellowish 
shade  instead  of  black,  —  and  clinker  which  has  fused  to  fragments  of  the 
firebrick  lining. 

The  Johnson  Kiln  is  a  more  economical  form  of  intermittent  kiln.  The 
slurry  is  placed  in  chambers,  and  dried  by  the  exhaust  gases  from  the 
burning  of  the  previous  charge  before  being  placed  in  the  kilns. 

Of  the  continuous  kilns,  the  Hoffman  Ring  Kiln  consists  of  several 
chambers  or  furnaces  around  a  central  chimney.  As  the  material  in  one 
furnace  is  burned,  the  heat  passes  around  through  the  other  furnaces  so  as 
to  raise  the  temperature  of  the  bricks  in  them  and  utilize  the  exhaust 
heat. 

In  the  Schoefer  Kiln^  which  is  also  of  the  continuous  type,  the 
bricks  and  fuel  are  loaded  from  time  to  time  into  the  upper  end  of  the 
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shaft,  and  pass  down;  increasing  in  temperature,  through  the  flame, 
where  the  area  is  contracted,  to  be  cooled  below  and  drawn  out  at 
the  bottom. 

The  Dietzsch  KUn  is  of  a  somewhat  similar  tyi^  of  construction, 
except  that  hand -labor  is  required  in  passing  the  dried  material  into 
the  heating  chamber. 

NATURAL  CEMENT  MANUFACTURE 

The  process  of  manufacture  of  Natural  cement  consists,  in  brief,  of 
burning  a  natural  argillaceous  limestone  at  low  heat  and  grinding  it  to 
powder.  The  stone  used  in  England  is  very  soft,  in  fact  nearly  as  disin- 
tegrated as  marl. 

Raw  Material.  Many  of  the  limestones  used  for  Natural  cement  con- 
tain a  high  proportion  of  magnesia  and  an  excess  of  clay,  while  others  are 
nearly  free  from  magnesia.  It  must  be  calcined  at  a  temperature  much 
below  that  required  for  Portland  cement  or  it  will  fuse  to  a  slag  which 
after  grinding  has  no  hydraulic  properties.  Suitable  formations  occur  in 
many  parts  of  the  United  States,  one  of  the  most  noted  being  that  found  in 
the  region  of  eastern  New  York  where  .Rosendale  cements  are  made. 
Sometimes  the  stone  is  taken  entirely  from  one  ledge,  while  in  other  cases 
mixtures  of  two  strata  are  employed.  Little  attention  is  paid  to  the  analysis 
of  the  rock,  as  there  is  a  wide  range  in  the  required  chemical  composition 
of  the  product  (see  p.  40),  and  the  price  at  which  Natural  cement  is  sold 
does  not  warrant  great  refinement. 

Process  of  Manufacture  of  Natural  Cement.  There  is  less  variety  in 
the  methods  employed  for  producing  Natural  cement  than  for  Portland. 

In  a  typical  plant,  the  stones,  of  about  the  size  that  would  be  required 
for  a  large  crusher,  are  brought  from  the  quarry  in  carts  or  cars  and 
dumped  directly  into  the  top  of  the  kilns,  which  are  of  boiler  iron  lined 
with  firebrick.  They  have  no  chimneys,  but  are  open  at  the  top  and  of 
the  same  size  throughout.  Thick  layers  of  stone  are  alternated  with  thin 
layers  of  pea  coal.    The  clinker  is  drawn  out  at  the  bottom  as  it  is  burned. 

In  the  older  plants  the  burned  clinker  is  crushed  and  then  ground  be- 
tween mill  stones,  while  the  newer  mills  use  grinding  machinery  similar  to 
that  in  Portland  cement  plants.  When  burnt,  Natiu-al  cement  rock  is 
more  readily  powdered  than  Portland  cement  clinker. 

PUZZOLAN  CEMENT  MANUFACTURE 

Puzzolan  cement  has  been  made  in  the  United  States  from  blast 
furnace  slag  mixed  with  slaked  lime.    Ia  Europe,  natural  puzzolanic 
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materiak  have  been  employed.  This  cement  must  not  be  confused 
with  true  Portland  cement  which  may  be  made  by  employing  slag  and 
lime  as  raw  materials  and  calcining  in  the  usual  way. 

The  process  of  manufacture*  consists  essentially  of  cooling  the  slag, 
mixing  it  with  slaked  lime,  and  grinding  to  a  very  fine  powder. 

SlaiT  {or  Puuolaa  Cement  For  making  pig  iron  a  blast  furnace  is 
charged  with  a  mixture  of  iron  ores,  fluxes  (consisting  of  limestone,  either 
calcite  or  dolomite)  and  fuel,  in  the  proper  chemical  proportions  to  pro- 
duce, after  reduction  by  heat,  products  of  definite  chemical  composition. 
These  resulting  products  are  pig  iron  and  slag.  Any  one  unacquainted 
with  metallurgy  naturally  thinks  of  blast  furnace  slag  as  a  compound 
composed  to  a  large  extent  of  iron.  This  is  incorrect ;  nearly  all  the  iron 
is  drawn  off  in  the  pigs  and  only  enough  to  form  a  very  small  impurity 
goes  off  with  the  slag. 

All  slags  are  not  suitable  for  Puzzolan  cement,  as  they  ordinarily  con- 
tain too  high  a  percentage  of  magnesia  and  are  often  too  high  in  alumina. 
The  specifications  for  slag  used  in  the  manufacture  of  Steel  Portland  ce- 
ment are  as  follows  if 

Slag  must  analyze  within  the  following  limits : 

Per  cent. 

Silica  plus  alumina,  not  over 49 

Alumina 13  to  16 

Magnesia,  under 4 

Slag  must  be  made  in  a  hot  furnace  and  must  be  of  light  gray  color. 

Slag  must  be  thoroughly  disintegrated  by  the  action  of  a  large  stream  of  cold  water 
directed  against  it  with  considerable  force.  This  contact  should  be  made  as  near  the 
furnace  as  Is  possible. 

Mr.  E.  Candlot  sa)^J  "The  slag  must  be  basic;  according  to  Mr.  Tet- 

CaO 

majer,  when  the  ratio  — — -  falls  below  unity  the  slag  is  useless;  the 

S1O2 

ratio  of  alumina  to  siUca  must  be  between  0.45  and  0.50.    According  to 

Mr.  Prost,  the  composition  of  slags  habitually  used  in  the  manufacture 

of  Puzzolan  cements  must  be  nearly  represented  by  the  formula  2  Si02, 

AI2O8,  3  CaO." 

Mr.  E.  C.  Eckel§  gives  the  following  three  analyses  of  slag  and  slag 

cement: 

*Aq  investigation  of  the  manufacture  and  properties  of  Puzzolan  cement  is  given  in  Report  of 
Board  of  Engineers,  U.  S.  A.,  1900,  on  Steel  Portland  Cement. 

tReport  of  Board  of  Engineers,  U.  S.  A. ,  xgoo^on  Steel  Portland  Cement. 
tCiments  et  Chauz  Hydrauliques,  1898,  p.  157. 
SMineral  Resources  of  the  United  States,  1901. 
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Analyses  of  Slags  in  Actual  Use  and  Camposilton  of  Slag  Cements 
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Process  of  Manufacture  of  Pozzolan  Cement.  No  kilns  are  required 
except  for  burning  the  lime.  Molten  slag  as  it  flows  from  the  blast  furnace 
is  granulated  by  coming  in  contact  with  a  stream  of  cold  water.  This 
renders  the  product  more  strongly  hydraulic,  and  most  of  the  sulphur  is 
removed  as  it  strikes  the  water.  As  sent  to  the  cement  plant,  it  usually 
contains  from  30%  to  40%  of  water,  and  the  first  operation  is  to  pass  it 
through  a  dryer.  The  dried  slag  may  or  may  not  have  a  preliminary 
grinding  before  adding  the  slaked  lime. 

The  lime  is  produced  by  burning  a  pure  limestone,  and  then  slaking  it 
with  water  to  which  has  been  added  a  small  percentage  of  caustic  soda  or 
other  similar  material,  to  make  the  resulting  cement  quicker  setting. 
After  drying,  the  slaked  lime  is  mixed  with  the  slag  and  ground  in  ball 
mills  and  tube  mills,  or  in  other  forms  of  fine  grinding  machinery,  nrd 
is  ready  for  packing  in  bags  or  barrels  for  shipment. 
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CHAPTER  XXXn 
MISCELLANEOUS  STRUCTURES. 

The  more  important  structures  are  treated  with  considerable  detail  in 
preceding  chapters.  The  uses  of  concrete  and  reinforced  concrete  are  now 
so  numerous  and  are  increasing  so  rapidly  that  only  brief  reference  can  be 
made  to  a  few  of  the  smaller  and  of  the  less  common  structures. 

In  railroaxi  work,  not  only  for  the  more  important  structures  like  piers, 
abutments  and  arches,  but  for  the  numberless  smaller  details  like  telegraph 
poles,  ties,  bimiping  posts,  and  signal  posts,  is  reinforced  concrete  being 
employed.  Roundhouses,  stations  and  terminal  warehouses  are  being 
designed  either  exclusively  or  in  part  of  this  material. 

In  p>ower  development,  not  only  the  dams  are  of  concrete,  but  the  canals, 
pienstocks,  flumes,  and  the  power  stations  themselves. 

In  water-works  construction  the  use  of  concrete  has  extended  to  reservoirs, 
filter  basins,  tanks  and  conduits,  and,  in  some  of  the  recent  works,  concrete 
with  its  imbedded  steel  for  reinforcement  is  almost  the  only  structural 
material. 

Even  the  farmer  and  the  householder  are  utilizing  concrete  in  various  ways 
for  bams,  garages,  chicken  houses,  floors,  fences,  silos,  tanks,  troughs, 
drains  and  many  other  of  the  small  details  which  make  for  economy,  dura- 
bility and  convenience.  By  mixing  and  placing  the  concrete  according  to 
the  directions  laid  down  in  Chapter  II  and  using  sufficient  reinforcement  (in 
some  cases  ordinary  fence  wire  is  suitable),  many  an  inexperienced  man  has 
built  permanent  structures  of  pleasing  appearance.  For  reinforced  con- 
crete work  such  as  floors,  roofs  and  stairs,  an  engineer  should  be  called 
upon  to  design  the  dimensions  and  reinforcement. 

Telegraph  Poles.  Wooden  poles  are  being  replaced  in  many  localities  by 
poles  of  reinforced  concrete  because  of  their  greater  durability,  'f  he  Pennsyl- 
vania lines  west  of  Pittsburg*  have  installed  poles  from  20  to  28  feet  high, 
8  inches  square  at  the  bottom,  tapering  to  6  inches  square  at  the  top,  with 
comers  chamfered  2  inches.  Holes  are  left  in  the  pole  for  the  brace  and 
cross-arm  bolts  and  also  for  the  climber  steps.  The  reinforcement  may  be 
greatest  at  the  bottom  and  reduced  above  to  allow  for  the  lessening  stress. 

^  Concrete  Engineering,  Jvlf  1908,  p.  189. 


828  A  TREATISE  ON  CONCRETE 

In  1907  Mr.  Robert  A.  Cummings*  made  comparative  tests  of  reinforced 
concrete  and  white  cedar  poles.  The  former  were  13  inches  square  at  the 
butt  and  7  inches  at  the  top,  reinforced  to  withstand  the  weight  of  50  wires 
all  coated  with  ice  to  a  diameter  of  one  inch.  These  were  stronger  than  the 
wooden  poles  of  substantially  the  same  size.  After  breaking,  the  ends  of 
the  concrete  poles  were  held  in  a  slightly  inclined  position  by  the  reinforce- 
ment, while  the  wooden  poles  broke  square  off  and  fell  to  the  ground. 

Ties.  Concrete  ties  of  varied  designsf  have  proved  satisfactory  for  slow 
speed  traffic,  especially  in  yards  and  on  turnouts.  They  also  have  been 
used  to  a  certain  extent  on  high  speed  track.  One  of  the  most  important  fea- 
tures is  the  connection  with  the  rail  which  is  generally  made  through  a 
cushion  block  of  wood.  If  the  tie  supports  both  rails,  it  must  be  reinforced 
in  the  center  at  the  top  to  resist  the  negative  bending  moment.  The  ends 
of  the  ties  should  also  be  well  reinforced  to  prevent  breakage  in  case  of  derail- 
ment. 

Road  Beds.  For  tunnels,  concrete  roadbeds  have  been  found  economical 
because  of  the  very  great  saving  in  maintenance  expense. 

Roundhouses.  Reinforced  concrete  affords  a  durable  and  inflammable 
material  for  the  structural  portions  and  the  roofs  of  roundhouses,  while  the 
walls  may  be  built  either  of  concrete  or  of  brick. 

Cinder  and  Ash  Pits.  Concrete  will  stand  as  high  temperature  as  will 
be  given  to  it  by  hot  ashes  and  cinders. 

Grain  Elevators.  By  building  of  reinforced  concrete  the  danger  from 
fire  is  avoided  as  well  as  the  necessity  for  constant  repairs. 

Coal  Pockets.  For  coal  storage  the  strength  and  fireproofness  of  rein- 
forced concrete  is  bringing  about  its  general  adoption. 

Boiler  Settings.  Reinforced  concrete  boiler  settings  have  been  in  success- 
ful use  in  several  plants  for  a  number  of  years.  The  initial  cost  is  prob- 
ably not  less  than  brick  but  greater  durability  and  freedom  from  repairs  is 
claimed  by  the  users  of  concrete  settings. 

Double  walls  are  required  with  an  air  space  between.  The  inner  wall 
may  be  about  5  inches  thick  and  the  outer  about  6  inches,  both  thoroughly 
reinforced  to^  prevent  as  far  as  possible  the  development  of  cracks.  Bars 
f -inch  diameter,  spaced  6  inches  apart  both  ways,  afford  effective  reinforce- 
ment. The  walls  may  be  tied  together  at  intervals  with  bars.  The  rein- 
forcement permits  building  the  setting  to  any  shape  over  the  boiler,  although 
wherever  it  comes  in  contact  with  the  boiler,  a  3-inch  layer  of  mineral  wool 
should  be  introduced  to  allow  for  variation  in  expansion. 

*  Cement  Age,  Aug.  1907,  p.  84. 

t  Concete  ReviezOy  1908,  published  by  the  Association  of  American  Portland  Cement  Manu- 
facturers. 
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A  fire-brick  lining  must  be  used.  A  thickness  of  8  or  9  inches  is  more 
economical  than  a  4j-inch  lining  because  it  can  be  replaced  without  dis- 
turbing the  concrete.  Spaces  must  be  left  at  the  ends  of  the  fire-brick  lining 
to  allow  for  expansion. 

The  concrete  should  be  as  rich  as  i :  2 :4  and  the  best  aggregates  are  quartz 
sand  and  trap  rock  about  }  inch  maximum  size.  For  high  temperatures 
gravel  and  limestone  aggregates  should  be  avoided.  Cinders  of  first-class 
quality  should  make  durable  wall^  when  mixed  with  sand  and  cement 
in  rich  proportions. 

Fences.  Fences  have  been  built  of  solid  concrete,  of  mortar  plastered 
on  wire  lath,  of  concrete  rails  set  in  concrete  posts,  and  of  concrete  posts  vAih 
galvanized  fence  wire  between  them.  The  last  plan  is  the  most  common. 
For  farm  or  division  fences  the  length  of  posts  may  be  7  feet,  allowing  3  feet 
of  this  to  set  into  the  ground,  and  the  size  may  be  5  or  6  inches  square  at  the 
bottom  and  4  or  5  inches  square  at  the  top  with  ^-inch  rods  in  each  comer. 
Forms  are  easily  made  singly  or  so  as  to  mold  several  posts  at  once. 

Silos.  Silos  of  solid  monolithic  concrete  built  in  circular  forms  may  have 
walls  6  inches  thick  reinforced  with  ^-inch  bars  bent  to  circles  and  placed 
12  inches  apart.  Occasional  vertical  bars  are  also  necessary.  The  con- 
crete must  be  mixed  wet  and  placed  very  carefully  so  as  to  give  a  perfectly 
smooth  interior  surface,  so  solid  and  dense  that  the  ensilage  will  not  be  dried 
out  next  to  the  wall. 

Oreenhouses.  Greenhouses  themselves,  as  well  as  the  floors,  tables, 
water  troughs,  hotbeds,  and  minor  appurtenances,  are  being  built  of  con- 
crete. The  directions  throughout  the  various  chapters  in  this  treatise 
for  structures  of  different  classes  will  be  found  to  apply  to  these  details. 

House  Ohimneys.  Chimneys  for  residences  may  be  of  concrete  if 
heavily  reinforced,  but  the  expense  of  forms  usually  will  make  them  more 
costly  than  brick. 

Chimney  caps  of  concrete  should  be  well  reinforced  to  prevent  cracking. 
Residences.     Residences  are  built  of  solid  reinforced  concrete; concrete 
blocks  (see  p.  623);  concrete  tile,  plastered  (see  p.  628);  and  mortar  plas- 
tered on  metal  lath  (see  p.  645). 

Solid  or  monolithic  concrete  is  especially  adapted  to  fine  residences  and 
permits  unique  architectural  treatment.  Eventually  with  the  development 
and  consequent  reduction  in  cost  of  form  construction,  reinforced  concrete 
may  be  more  generally  employed  for  dwellings  of  small  and  moderate  size. 
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CHAPTER  XXXIII 
REFERENCES  TO   CONCRETE  LITERATURE 

While  this  chapter  is  not  a  complete  bibliography  of  concrete  literature, 
it  presents  a  comprehensive  list  of  valuable  books  and  articles  relating  to 
the  subject. 

Under  General  References  the  names  of  authors  are  arranged  alpha- 
betically. The  various  subject  headings  under  Subject  References  are 
also  arranged  alphabetically,  and  the  references  are  printed  in  order  ol 
dates,  the  latest  first.  Articles  are  usually  described  by  their  subject-mat- 
ter instead  of  giving  their  titles  verbatim.  In  the  case  of  similar  articles 
printed  in  two  or  more  periodicals,  preference  is  generally  given  to  the  one 
bearing  the  earlier  date.    For  references  to  this  treatise  see  the  Index. 

ABBREVIATIONS 

The  following  abbreviations  (most  of  which  correspond  to  those  adopted 
by  the  Engineering  Index)  are  employed: 

Ann.  de  Fonts  et  Chauss, — Annales  des  Ponts  et  Chaussdes.  m.  Paris. 

Arch.  Rec. — Architectural  Record.     New  York. 

Belon  u.  Risen. — Beton  und  Eisen.     Vienna. 

Can.  Eng. — Canadian  Engineer.    Montreal,  Canada. 

Cement  and  Eng.  News. — Cement  and  Engineering  News.     Chicago. 

Comptes  Rendus — Comptes  Rendus  de  PAcad^mie   des   Sciences.     Paris. 

Con.  Eng. — Concrete  Engineering.     Cleveland,  Ohio. 

Deutsche  Ban. — Deutsche  Bauzeitung.     Berlin. 

Eng.  Conir. — Engineering  Contracting.     Chicago. 

Eng.  Mag. — Engineering  Magazine.     New  York  &  London. 

Eng.  News. — Engineering  News.     New  York. 

Eng.  Rec. — Engineering  Record.     New  York. 

Gen.  Civ. — Genie  Civil.     Paris. 

Ins.  Eng. — Insurance  Engineering.  New  York. 

Int.  Eng.  Cong. — International  Engineering  Congress,  St.  Louis,  1904. 

Jour.  Am.  Chem.  Soc. — ^Journal  American  Chemical  Society.  Wash- 
ington, D.  C. 

Jour.  Assn.  Eng.  Socs.  —  Journal  of  the  Association  of  Engineering  So- 
cieties, Philadelphia. 

Jour.  Fr.  Inst.  —  Journal  Franklin  Institute.     Philadelphia. 

Jour.  W.  Soc.  Engs.  —  Journal  of  the  Western  Society  of  Engineers, 
Chicago. 

Munic.  Engng.  —  Municipal  Engineering.    Indianapolis. 

Oest.  Monalschr,  /.  d.  Oeff.  Baudienst.  —  Oesterreichische  Monatsschrift 
fiir  den  Oefifentlichen  Baudienst.    Vienna. 
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Pro.  Am.  Soc.  Civ.  Engs.  —  Proceedings  of  the  American  Society  of  Civil 

Engineers.    New  York. 
Pro.  Am.  Soc.  Test.  Mat.  —  Proceedings  of  American  Society  for  Testing 

Materials.    Philadelphia. 
Pro.  Assn.  Ry.  Supts.  —  Proceedings  of  the  American  Association  of 

Railway  Superintendents  of  Bridges  and  Buildings.    New  York. 
Pro.  Engs,  Club  of  Pkila.  —  Proceedings  Engineers'  Club.     Philadelphia. 
Pro.  Engs.  Soc,  of  W.  Penn.  —  Proceedings  of  Engineers'  Society  of 

Western  Pennsylvania.    Pittsburgh. 
Pro.  Inst.  Civ,  Engs.  —  Proceedings  of  the  Institution  of  Civil  Engineers. 

London. 
Ry,  6r*  Eng.  Rev.  —  Railway  &  Engineering  Review.    Chicago. 
R,  R,  Gaz.  —  Railroad  Gazette.    New  York. 

Rept,  Chief  of  Engs,,  U.  S.  A.  —  Report  of  Chief  of  Engineers,  U.  S.  A. 
Rept.  Eng.  Dept.  —  Report  of  Engineering  Department,  Washington,  D.  C. 
Rept.  Met.  W.  6r*  S.  Board.  —  Report  of  Metropolitan  Water  &  Sewerage 

Board,  Massachusetts. 
Revue  Gen.  des  Chemins  de  Fer.  —  Revue  G^n^rale  des  Chemins  de  Fer. 

Paris. 
Rev.  Tech.  —  Revue  Technique.  —  Paris. 
Schw.  Bauz,  —  Schweizerische  Bauzeitung.    Zurich. 
Tech,  —  Technograph.    University  of  Illinois.     Champaign,  HI. 
Tech.  Qr.  —  Technology  Quarterly.     Boston. 
Trans.  Am.  Soc.  Civ.  Engs.  —  Transactions  American  Society  of  Civil 

Engineers.    New  York. 
Trans.  Am.  Soc.  Mech.  Engs.  —  Transactions  American  Society  of  Me- 
chanical Engineers.    New  York. 
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Bridges 


Location 
Switzerland 

43d  St.,   Phila. 

C.  B.  &  Q.  R.  R. 

Trestles 
Delaware  River 

D.  L.  &  W.  R.  R. 

Paulins  Kill 

D.  L.  &  W.  R.  R, 
Grand  River 

L.  S.  &  M.  S.  Ry. 
Cumberland  Valley 

Ry- 

Wyoming  Ave.,  Phila. 


Harrisburg,  Pa. 

Viaduct 
Maumee,  Waterville, 

Ohio 
Sandy  HUl.N.Y. 


Walnut  Lane 

Phila. 
Paterson,  N.  J., 

PUinwell.  Mich., 

Waterloo,  Iowa, 

Yellowstone  River, 


Max. 

span 
ft. 
3S9 

25o 


i5o 

120 

160 

100 

90 


Mnx. 

rise 
ft. 
87' 

5j 


40 
60 

a8 


Crown 
thickness 

ft. 

4' 

3 


Reinforcement 
Longitudinal  ic  trans- 
verse bars 
Double  steel  arch 
ribs 


6 

7 
5 

2k 


Longitudinal  &  trans- 
verse bars 
None 

Horizontal  longitudinal 
rods  in  spandrel 
wails.     No  other 
reinforcement 


Authority 
Etio.  News,  Au3., 
1909,  p.  133. 
Eng.    S'ewa,    Hay, 

i909._  I).    54^. 
Eng.    Newa,    S*ay, 

1909,  p.   546. 

Eng.    Rec,    Apr., 

J 909,  p.    542. 

Eng.    Rec,    Apr., 

1909,  p.    541. 
Eng.  Rec,  Apr.  & 

May,    1909. 
Eng.    News,   Apr., 

1909,  p.  377. 
Eng.     Rec,     Feb., 

1909.  P-   333. 


90 
60 

233 
54 
54 
72 

120 


35 

Si 
70 

2.5 

8 

7.3 
i5 


I* 

Si 
1.8 

1.25 

1. 18 
2.0 


Longitudinal  &  trans- 
verse rods 

Ribs,  angle  bars, 
latticed 

None 


I  z  ribs  about 
4  ft.  apart 

4-inch  6-lb.  chan- 
nels 1.9  ft.  apart 

Steel  Ribs 


Lattice  girders 
*An  asterisk  precedes  the  references  which  are  especially  noteworthy. 


Eng.    Rec,    Aug., 

1908,  p.    228. 
Cement,      Aug., 
1908,  p.  11 6. 
Trans.    A  m.    Soc 
Civ.  Engrs.,  Vol. 
LIX.  p.  195. 
Eng.  News,  Jan., 
1907.  p.  117. 
Eng.  Rec,  Sept.,  1904, 

p.  303 
Eng.  News,  May,  1904. 

p.  456 
Eng,  Rec,  Feb.,  1904, 

•p.  r85 
Eng.  News,  Jan.,  1904, 

p.  25 
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Max.  Max. 

span  rise 

Location.  it.  ft. 

Piano,  111.,  75  3^i 

3rd  St.,  Dayton,  Ohio,  x  xo  X4>25 

Newark,  N.  J.,  xja  x6.a 

Kankakee,  III.,  73  8.4 

Mishawaka,  Ind.,  no  14 

Prospect  Ave.,  N.  Y,  85  8^ 

Riverside,  Cal.,  87  36.9 

Leominster,  Mass.,  45  6. as 

Des  Moines  River,. "^  t  xoo  38 

'I- 

Zanesville,  Ohio,  122  xi.5 

Concord,  Mas9^,  56  7 

Lansing,  Mich.,  xao  93 

South  Bend,  Ind.,  xoo  11 

Chatellerault,  France,  164  15.7 

Kirchheim,  Germany,  124.6  x8 

Germany,  X32  X4.7 

Switzerland,  128  xx 

Southern  Ry.,  Austria,         32.8  3.3 

Topeka,  Kan.,  125  xa 

Inzigkofen,  Germany,  140  X4.5 

Munderkingen,Germany,  X64  16.4 

Cincinnati,  Ohio,  70  10 

Maryborough,  QueensI'd    50  4 

Neuh&usel,  Hungary,  55>78  3.7 

Philadelphia,  Penn.,  25.39  6.5 


Crown 

thickness 

ft. 

3 

a-z 

3 

1.33 

a 

fl.as 

3-5 

X.I 

1.67 

as 

X.X 

a 

a  5 

1-7 

a.6 

0.8a 

0.56 

0.5 

1.8 
a. 3 

3-3 
i.as 

1.25 
oSa 

3 


Authority 

Eng,  Rec.t  Jan.,  1904, 

p.  x8 
Edwin  Thacher,  1904 


RdnforoemenL 

r  and  V  cor- 
rugated bars 
Melan,  4  angles,  lat- 
ticed 
Melan,  4  angles,  lat-    Edwin  Thacher,  1904 

ticed 
Thacher,  rods  near      Edwin  Thacher,  1904 

top  and  bottom 
Melan.  4  angles,  lat-    Edwin  Thacher,  1903 
ticed 

Eng.  NetuSf  Dec.,  X903« 

p.  588 
Eng.  NewSt  Oct.,  1903, 


Corrugated  bars 
None 


Round  rods 

anchored 

Melan 


[.  R.  Worcester,  1903 


Cement,  July,  x9oa, 

p.  300 
Eng.  News^  March, 

1902,  p.  261 
J.  R.  Worcester,  1901 
Melan,  4  angles,  lat-    Edwin  Thacher,  1901 

ticed 
Melan,  4  angles,  lat-    Edwin  Thacher 
ticed 

Revue  Gen.  desChemins 

de  Per,  Dec,  1901 
Eng.  NewSy  Oa.,  1899, 

p.  246 
Eng.  News^  Sept.,  1899, 

p.  179 
Eng.  News,  Sept.,  1899 

p.  179 
Eng.  News,  Sept.,  1899, 

p.  179 
Eng.  Rec.,  April  16, 1898 
33  000  lb.  cast  iron     Eng.  News,  Sept.,  x8g6, 

p.  178 
Inst.  Civ.  Engs.,  V.  119, 

p.  224 
Eng.  News,  Oct.,  t'    *, 

p.  214 
Engng.,  London,  Aiay 

10,  1895,  p.  395 
Inst.  Civ.  Engs.iV    .  14, 

p.  402  .J 

Eng.  News,  Sept.,  1893, 

p.  189 


None 
Melan 

ticec 
Melan 

ticet. 
Hennebique 

None 

Monier 

Monier 

Monier 

Melan  beams 
33  0o< 

None 

Melan  beams 

Steel  rails 

Skeleton  gird< 


xi'mesh,  i'wire 
netting 


Buildings 


Aeinforced  Concrete  Dome  of  Porto  Rico 
Capitol.     Eng  Reo.,  May  1909,  p.  S78. 

Baxter  Building.  Portland,  Me.  Eng.  Rec., 
Apr.,  1909,  p.  492. 

Bradford,  A.  M.  Mill  Building  of  Cement 
Brick,  Plymouth  Cordage  Company. 
Average  Cost  1 3  per  cent  Less  than  Clay 
Brick.     Eng.  News.  Mar.,  1009,   p.  288. 

Perry,  J.  P.  H.  Cold  Storage  Warehouses. 
Eng.  News,  Feb.,  1909,  p.  209. 

Mill  of  Androscoggin  Pulp  Company.     Eng. 

Rec.  Feb.,  1909,  P-  »90:    ,  .„       _, 

Christopher    Warehouse,    Jacksonville,    Fla. 

Eng.  Rec.,  Jan.,  1909.  p.  72.    ^    ^         .. 
Mason,    W.    H.     Methods    and    Costs    with 

Separately  Molded  Members.     Nat.  Assn. 

Cem.  Users,  Vol.  IV.  1908,  p.  48. 
Repairs  at  Pumping  Station,  Evans viUe,  Ind. 

Eng.  Rec.,  Dec.  1908,  p.  7'^;    ^^        .     , 
Great    Western    Railway    Freight   Terminal, 

England.     Eng.    News,    Dec,    1908,    p. 

639' 


Coat  of    Walls  at  Camp  Perry,  Ohio.     Cone. 

Eng..  Sept.,   1908,  p.   249. 
Torrey  Building,  Boston,  Mass.     Eng.  Rec, 

Sept.,  1908,  p.  319. 
Sugar  Warehouse,  Detroit,  Mich.     Eng.  Rec, 

Sept.,   1908,  p.   260. 
Construction  with  Reinforced  Concrete  Joints. 

Con.  Eng.,  Aug.,  1908,  p.  214. 
Reinforced  Concrete  Mausoleum.     Cone.  Eng. 

July,  1908,  p.  183. 
New  Orleans  Court  House.     Eng.  News,  July, 

1908,  p.  I. 
Chimney  of  Colusa-Parrott  M.  &  S.  Co.,  Butte. 

Mont.     Eng.  Rec,  June,  1908,  p.  735. 
Chimney   at    Cumberland    Mills,    Me.     E 

Rec,  May,  1908,  p.  S93. 
Hostetter    Building,     Pittsburg,     Pa. 


ng. 
Eng. 


News,  May,  1908,  p.  5  21. 
First  National  Bank  Building,  Oakland,  Cal. 

Eng.  Rec,  May,  1908,  p.  648. 
Bostwick-Braun  Buildmg,  Toledo,  O.     Eng. 

Rec,  May,  1908,  p.  5 75. 


*An  asterisk  precedes  the  references  which  are  especially  noteworthy. 
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Cantilever  Girders  in  the  Boyertown  Build- 
ing,    Philadelphia.     Eng.     News,    Apr., 

1908,  p.  447. 
Phelos  Publishing  Co.   Building,  Springfield, 

Mass.     Eng.  Kec.,  April,  1908,  p.  459. 
Burr.  W.  H.     Thirty-ninth  Street  Building, 

New  York.     Trans.  Am.  Soc.  Civ.  Engr., 

Vol.  LX,  p.  443  • 
Harwood,  S.  Q.      Wisconsin  Central  Railway 

Depot,  Minneapolis,  Minn.     Eng.  Rec, 

March,   1908,  p.  30^. 
Foundry  Building  at  Moline,  111.     Eng.  Rec, 

March,  1908,  p.  297. 
Cement  Stock  House  near  Montreal,  Canada. 

Eng.  Rec,  Feb.  1908,  p.  159. 
Westport     Power     House,     Baltimore,     Md. 

Eng.  Rec,  Feb.,  1908.  p.  116. 
Terrell.  C.  B.     Garage,  White  Plains,  N.  J. 

Eng.  News,  Dec,  1907,  p.  633. 
St.   Mark  Hotel,  Oakland,  Cal.     Eng.  Rec, 

Dec,  X907,  p.  686. 
Newark  Warehouse  Co.,  Newark,  N.  J.    Eng. 

Rec,  Aug.,   X907.  p.  iSz. 
Chateau  des  Beaux  Arts  on  Huntington  Bay, 

Long  Island.     Eng.  Rec,  Aug.,  1907,  p. 

x86. 
Separately  Moulded  Members  Edison  Portland 

Cement  Co.  Building,     New  Village,  N.  J. 

Eng.  Ne?ra,  July,  1907,  p.  5. 
R.  H.  H.  Steel  Laundnr  Building,  Newark, 

N.  J.     Eng.  Rec,  June,  1907.  p.  677. 
Burtelgh,  W.  P.     Murphy  Varnish  Co.  Build- 
ing,  Newark,   N.   J,      Eng.   Rec,   May, 

1907,  p.  555. 
Holy  Angels  School,   Buffalo,  N.  Y.     Eng. 

Rec,  April,  1907,  p.  49 '• 
Ketterlmus  Lithographic  Manufacturing  Co. 

Building,  Phila.     Eng.  Rec,  Feb.,  1907, 

p.  za8. 


^Stadium.    Athletic  field  of  Harvard  University. 

L.  J.  JoluLson,  Jour.  Assn.  Eng.  Socs.,  June, 

1004,  p.  293. 
'*StC'.«'8building,  Chicago,  III.    Eng.  Rec,  June, 

')o4,  p.  713. 
Chimiley    reinforced    with    T-bars,    21eigler,    111. 

EnK.  Rec,  May,  1904.  p.  661. 
*Kelly  K.^  Jones  Company's  factory  building.    Eng. 


R-^.,  Feb.,  1004,  pp.  153  and  195. 
Lighthouse    at    Nicolaieff,    Ku&ia.    Eng. 
Jan.,  1904,  p.  IOC. 


'Factory  building,  Long  Island  City,  N.  Y.    Eng. 

Rec,  Jan.,  1904^  p.  67. 
College  of  Music,  Cincinnati,  Ohio.    Eng.  Rec, 

Nov.,  1903,  p.  666. 
•The  Filtration  works  of  the  East  Jersey  Water 

Supply  Company,  Little  Falls,  N.  J.    G.  W. 

Fuller,  Trans.  Am.  Soc.  Civ.  Eng.,  Vol.  L,  p, 

394- 
*Ingails  Building,  Cincinnati,  O.    Eng.  Rec,  May, 

^903f  P-  540- 
Robert   A.   Van   Wick   Laboratory,   New   York. 

Cement,  Sept.,  1901,  p.  203. 
Elevator,    Buffalo,   N.  Y.    C.   R.   Ncher,   Jour. 

Assn.  Eng.  Socs.,  April,  1901,  p.  275. 
Nassau    County    Jail,    Long    Island.    Cement, 

March,  1901,  P- 37- 
MediseVal  Castle  of  Badajos,  Spain.    G.  L.  Sut- 

ciiffe.  Concrete,  1893,  p.  5. 
St.  James's  Church,  BrooUyn,  N.  Y.    Cement, 

Nov.,  1900,  p.  196. 
Singer  Manufacturing  Co's.  Buildings  and  Chim- 
neys.   Cement,  Sept.,  1900,  p.  z6a,  and  May, 

1901,  p.  88. 
Office  Building,  Washingon,  D.  C.    A.  L.  Harris, 

Cement,  Sept.,  1900,  p.  155. 
Library  Building  at  University  of  Virginia.    Rost 

F.  Tucker,  Cement,  March,  1900,  p.  26. 


Eagle  Warehouse  and  Storafl»  Co.  Building 

Brooklyn,  N.  Y.     Eng.  Rec,  Jan.,  1907 

p.  19. 
Marlborough   Apartment   House,   Baltimore. 

Md.     Eng.  Rec.  Jan.,  1907,  p.  99. 
Derfel    Ing.    Rob.     A    Print    Mifl    Building. 

BrQnn.   Germany.     Beton  u.  Eisen,  Heft 

I,  1907,  P-  10. 
Hotel  Traymore,  Atlantic  City.  N.  J.     Eng«. 

Rec,  Nov.,  1906,  p.  523. 
Cadillac    and    Packard    Automobile    Shops 

Detroit,  Mich.     Eng.  Rec,  Nov.,   z9o6» 

p.  544. 
Traders  Paper  Bond  Co.  Building,  Bogota.^ 

N.  J.     Eng.  Rec,  Oct.,  1906,  p.  457. 

A.  T.  A  S.  F.  Railway  Station.     Eng.  Newn, 

Sept.,  1906,  p.  246. 
Marlborough    Hotel    Annex.    Atlantic    City, 

N.  J.     Eng.  News,  M.      ^    1906.  p.  25  t. 
Taylor  &  Wilson  Manufactui  .ng  Co.  Building. 

McKees   Rocks,    Pa.     Eng.   Rec,   Dec, 

1905.  p.  695. 

B.  T.  Babbit  Works,  Jersey  City,  a^.  J.    Eng. 

Rec,  Dec,  i9o5,  p.  747. 
North  West   Knitting  Co.   Building,  Minne- 
apolis,  Minn.     Eng.   News,  June,    Z90S, 

p.  593. 
Concrete  Medical  Laboratory,  Brooklyn.  Navy 

Yard.     Eng.  News,  March,  z9o5   p.  310. 
Masonic  Temple  Building,  Toledo,  Ohio.     Eng. 

News,  March,  1905,  p.  287. 
United  Shoe  Machinery  Shops,  Beverly,  Mass., 

Eng.  Rec,  March,  1905,  p.  257. 
Bilgram  Machine  Shop,  Philadelphia.     Eng. 

Rec,  Feb.,  1905,  p.  136. 
Chapel  of  the  United  States  Naval  Academy, 

Annap>oli8.     Eng.  Rec,  Jan.,  190S,  p.  36. 


♦Chimney  of  Pacific  Electric  Ry.,  Los  Angeles 
Calif.  J.  D.  Schuyler,  Cement,  March, 
X903»  p-  30. 

Chimney  m  the  Laclede  Fire  Brick  Manufacturing 
Co.,  St.  Louis,  Mo.    Cement,  March,  1903, 

^     P-  37. 

Dome  on  Yale  University  Building,  New  Haven, 
Conn.    Cement,  March,  1903,  p.  15. 

Strasburg  Music  Hall,  Strasburg.  Beton  & 
Eisen,  III  Heft,  1003,  p.  149. 

Salvation  Array  Building,  Cleveland,  Ohio.  Ce- 
ment and  Eng.  News,  Jan.,  1903,  p.  10. 

Cold  Storage  Plant,  Oklahoma  City,  Okla- 
homa. Cement  and  Eng.  News,  Jan.,  1903, 
p.  I. 

Amand  Apartment  House,  Paris.  Jean  Shopfer, 
Arch.  Rec,  Aug.,  1902. 

Heda  Portland  Cement  &  Coal  Co.,  Michigan. 
Eng.  News,  June,  1^2,  p.  449. 

CoUmc  Fraternity  Building,  New  Haven,  Cona 
Cement,  Jan.,  1902,  p.  334. 

Factory  Building,  Cambridge,  Mass.  Cement^ 
March,  1900,  p.  18. 

Pacific  Coast  Borax  Co's  Plant,  Bayonne,  N.  1. 
Eng.  Rec,  July,  1898,  p.  188. 

Museum  Building  of  Leland  Stanford,  Jr.,  Un»* 
versity,  Calif.  Charles  D.  Jameson,  Port- 
land Cepient,  1808,  plates.  V  and  VI. 

Record  Building  of  Discount  Bank,  Paris.  Rev. 
Tech.,  May  10,  1898.! 

Beocsin  Cement  Works,  Gcrmany.f  Oest.  Mo- 
natschr.  f.  d.  Oeff.  Baudienst,  July,  1897. 

Concrete  Structures  in  Denmark  and  Russia. 
Eng.  News,  April,  1896,  p.  253. 

A  Concrete  House  Built  in  1872.  W.  E.  Ward, 
Trans.  Am.  Soc.  Mech.  Engs.,  Vol.  IV,  p.  388. 


♦An  asterisk  precedes  the  refereoces  which  are  especially  noteworthy* 
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Cams 


Ohio    River   Bear-Trap    Dam.     Eng.    News. 

Mar.,  1909,  p.  335. 
Scrmnton,  Pa.     Buttressed  Dam.      Eng.  Rec, 

Mar.,  1909.  p.  347. 
Coanecticat   River  Power  Company  Hydro- 
Electric  Plant.     Eng.  Rec,  Mar.,   1909, 

p.  340. 
Xcm     River    Hydro-Electric     Plant.     Eng. 

News,  Dec.,  1908,  p.  701. 
Chicafo  Drainage  Canal  Movable  Dams  and 

Lock.     Eng.  News.   Nov.,  1908,  p.  5 13. 
Bellows    Falls,    VL     Erection    Plant.     Eng. 

News,  Dec.,  1908,  p.  745. 
Croton  Falls  Reservoir  Dam.    Eng.  Rec.,  Dec.. 

1908,  p.  67S. 
Berrien  Springs,  Mlcli.  Hydro-Electric  Devel- 
opment.    Eng.  Rec.,  E^c.  190S.  p.  738. 
Uncas  Power  Company  Hydro-Electric  Plant. 

En  jr.  Rec,  Nov.,  1908,  p.  573. 
Roosevelt    Dam,   Salt    River   Project.     Eng. 

News,  Sept.,   1908,  p.   365. 
Horse  Shoe,  N.   Y.     Combination  Dam  and 

Bridge.     Eng.  News,  Apr.,  1908,  p.  385. 
Westcliester  County,  N.  Y.,  near  Croton  Falls. 

Eng.  Rec,  Mar.,  1908.  P-  377. 


iHcCall  Ferry,  Pa.     Eng.  News,  Sept.,   T907. 

p.  367. 
Katonah,    N.    Y.     Cross   River   Dam.     Eng. 

Rec,  Sept.,  1907,  p.  381. 
West    Point,    N.    Y.     Buttress   Dam.     Eng. 

Rec,  Aug.,  1907,  p.  314. 
Bstea,  L.     Crodier's  Reef,  N.  Y.    Eng.  Coot., 

July,  1907  J).  17. 
Utica.  N.  Y.     Eng.  Rec,  July.    1907.  p.  t5. 
Marldlssa.     Dumas,  A.     Gen.  Civ.,  June  i5. 

1907. 
Ellswortti,  Me.     Eng.   News.  May,    1907.   p. 

557. 
Holland    de    Muralt,    Dr.    L.  R.     Beton    u. 

Eisen.     Heft  T,  1907,  p.  8. 
Warriors  Ridge  Gap,  Pa.,  above  Huntington. 

Eng.  Rec,  Dec.  1906.  p.  678. 
Plattsburg,  N.  Y.     Eng.  Rec.  Mar.,  1906,  p. 

335. 
Columbus,  O.     Scioto  River  Gravity-  Storage 

Dam.     Eng.   Rec  Sent.,    X9o5.  p.    303- 
Schnylerville,  N.  Y.     Eng.  Rec,  Mar..  1903.  p. 

367. 
Pendon  Falls,  Ont.     Eng.  News,  Feb.,    190 5. 

p.  135. 


•Lynchburg,  V«.    Eng.  Rec,  July,  1904,  p.  108. 
•Ithaca,  N.  Y.    Eng.  Rec,  April,  1904,  p.  446. 
Danville,  111.     En.:{.  Rec,  Anril.  1934,  p.  396. 
South  Australia.     A.   B.  MonerieEf,    En;.    News, 

April,  1904,  p.  331. 
•New  Mlirord.  Conn.    Walter  Scott  Morton,  Eng. 

Rec,  Feb.,  1994;  p.  iS?' 
Blrmincham,  Enz*     Enj(.  Rec,  Jan.,  1904,  p.  i30. 
Theresa,  N.  Y.     Ambursen  &  Sayles,  Eng.  News, 

Nov.,  1903.  p.  403. 
San  Diego  Calif.     En'{.  Rec,  Nov..  1903,  p.  590. 
•Spier  Palls,  Hudson  River.     Geo.  E.  Howe,  Eng. 

Rec,  June,  1933,  p  68S. 
•Cfaaudiere  Falls,  Province  of  Quebec    Eng.  News, 

Mav,  1903.  P-  398- 
•Noiwlch.  Conn.  H.  .M.  Knight,  Eng.  News,  June, 

19*32.  p.  473. 

Uke  Winniblioshish.    W.  C.  Weeks,    Cement, 

March,  1931,  p.  33. 
Osage   River,   Missouri.     Rept.    Chief   of   Engs., 

U.  S.  A.,  1900,  p.  80. 


MilHnocket,  Maine.    Eng.  Rec,  Dec,  1900,  p.  sCn. 
Johannesburg,  So.  Africa.    £ng.  Rec,  Jan.,  1899. 

p.    113. 

•Mechanicsville,  N.  Y.    Eng.  News,   Sept.,   1898, 

p.  130. 
Muchkunkl.  India.     Eng.  Rec,  May,  189S.  p.  570 
Pioneer  Power  Plant,  Ogdea,  Utah.     Henry  Goki- 

mark.    Trans.    Am.    Soc    Qv.    flng-    Vol. 

XXXVIII.  p.  346. 
Rock  Island  Arsenal,  in.    O.  C.  Homey,  Jour.  W 

Soc.  En^s-f  Vol.  II,  p.  339. 
Rk>  Qrande  River.     Eng.  News,  July,  1897,  p.  36 
Arch  Dam,  Ogden,  Utah.    Eng.  Rec,  Mardu  1897. 

p.  391. 
Cold  Spring.  N.  Y.    Eng.  Rec,  July,  1896,  p.  T05 
Manchester.    England.    Eng.    Rec,    Nov.,    1891. 
^       p.  387. 
•Croton  River,  New  York.  J.  R.  Croes,  Trans.  Am 

Soc.  Civ.  Eng.,  VoL  til,  p.  337. 


Elasticity  of  Goncrete  and  Mortar 

Helntel.     Elasticity  of  Concrete    in  Shear.       Thompson,  Sanford  B.     Discussion  Trnn< 
Cement,  Apr.,  1908,  p.  46X.  Am.  Soc  Civ.  Engs.      Vol.  LI  V,   part  i:. 

Howard.  J.  E.     Ei^ticity  of  Materials  Com-       WooPson^ira  H.  [Recent  Tests.    Eng.  News 
pared.     Eng.  Rec,  May,   1906.,   p.  658.  June,  1905,  p.  56i. 


Watertown  Arsenal.    Elasticity  of  Mortar  Prisms. 

Tests  of  Metals,  1033,  p.  467. 
Watertown  Arsenal.    Elasticity  of  Concrete  Cubes. 

Tests  of  Metals.  1898  to  1903. 
Sewell,  John  S.    Study  of  Stress-strain  Curves. 

Int.  Eng.  Con?.,  St.  Louis,  1004. 
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Thacher,  Edwin.  Effect  of  Age  and  Composxtion 
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X903. 

Kurtz,  Charles  M.  Austrian  Society  Values  fox 
Steel,  Concrete,  and  Mortar.  Jour.  Assa 
Eng.  Socs.,  Feb.,  1901,  p.  109. 

*Henby,  W.  H.  Relative  Elastidty  of  Cinder  and 
Broken  Stone.  Jour.  Assn.  Eng.  Socs.,  Sept., 
1900.  p.  145. 

Monter,  David.  Curves  from  Tests  of  Prof.  Bach 
Jour.  Assn.  Engs.  Socs.,  May.  1898,  p.  349. 

Brown,  W.  L.  Tables  and  Curves.  Pro.  kist- 
Civ.  Engs.,  Vol.  CXXXVII,  p.  403. 
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Engs.  Vol.  LXI,  p.  35>9. 
Heat  Expansion  Stresses  m  Chimneys.    Ens. 
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Expansion  Joints  in  Pressure  Sewer.    Eng. 

News,  March,  X90S.  p.  335. 
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White,  Linn.     Expansion  Joints  in  Concrete. 
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out Expansion  Joints.  R.  R.  Gaz,  March  13, 
X903. 
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sion and  Contraction.  Pro.  Assn.  Ry.  SupCs., 
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A.  L.  Contraction  Cracks  in  Reserroir 
Lining.  Trans.  Am.  Soc.  Civ.  Engs.,  VoL 
XXXVI,  p.  30. 
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Oary.  Max.  Tests  showing  Shrinkage  in  Air  and 
Expansion  under  Water.  Trans.  Am.  Soc 
Civ.  Engs.,  Vol.  XXX,  p.  x7' 
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tion Experiments.  Trans.  Am.  Soc.  Civ. 
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OObtfL  J.  B.  Fire  at  Dayton  Motor  Car 
Works.     Eng  Rec,  March,  1908,  p.  384. 

Report  on  Fire  and  Earthquake  Damage  to 
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Soc  Civ.  Enes.,  VoL  LIX,  p.  308. 

Wooboo,  Ira  H.  Investintion  of  the  Ther- 
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and  Effect  of  Heat  upon  Them.  Pro. 
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Effect  of  Heat  on  the  Strength  and  Elastic- 
ity kA  Concrete.  Pro.  Am.  Soc  Teat 
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Thcmvuon,  Sanford  E.     Fire  Resistance  of 
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MacFarfand,  H.  B.     Fire  and  Load  Test  of 

Beams.     Eng.  Rec,  Mareh,  1907,  p.  380. 
Testa  of  the  Effect  of  Heat  on   Reinforced 
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X906,  p.  3x6. 

Comparative    Resistance    to    Fire  of  Stone 

and  Cinder  Concrete.     Eng.  News,  May, 

X906,  p.  603. 
San  Francisco  Earthquake  and  Fire.   U.  S. 

Geological   Survey   Bulletin,    No.    334, 

April,  X906. 

Fire  and  Water  Tests  of  Stone  Concrete  and 

Cinder    Concrete    Floors.     Eng.    News, 

Feb.,  1906,  p.  1x5. 
Probst.  E.     A    Model    Reinforoed    Concrete 

Theater    for   Studying    Theater    Fires. 
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Fire  Resistance  of  Different  Ccmcretee.    Eng. 
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ent Temperatures.  Tests  of  Metab,  U.  S.  A., 
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«Noft«M^  Oms.  L.  Tests  of  Fire  Resistance  of 
Concrete.  Tech.  Or.,  June  1900;  Dec,  1903; 
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Feb.,  1903,  p^  7a;  March,  1903,  pp.  xi8  and 
axx. 


L.,  and  Oragr,  Jas.  P.   Report  on  the 
Baltimore   Fire.    Eng.   News,    June,    1904, 
538. 

John  S.    Report  on  the  Baltimore  Fire. 
Eng.  News,  March,  1904,  p.  376. 

J'  B.    Miscellaneous  Tests.    Materials 


of  Construction,  1903,  p.  635. 
Newberry,  S.  B.    Theory  of  Protection.    Cement. 


May,  190a,  p.  95. 


Pacific  Coast  Borax  Co.,  Bayonne,  N.  J.    Cement^ 

May,  1903,  p.  85. 
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^An  asterisk  precedes  the  leferences  which  are  especiallj  noteworthj. 


838 


A  TREATISE  OA*  CONCRETE 


Stoel  Forms  Used  in  the  Blue  Island  Avenae 

Sewer,  Chicago.     Eng.  News,  Oct.,  1908, 
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Thompson,  Sanford  E.     Forms  for  Concrete 

Construction.     Trans.    Nat.    Assn.   Cem. 
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Centering  and  Forms  in  Selby  Hill  St.Timnel, 

St.  Paul.  Minn.  Eng.  Rec,  Sept.,  1907, 


p.  308. 
ifo 
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•Arch  Center  in  New  York  Subway.    Eng.  News, 

Tunc  1903.  P«  514. 
•Kleliibaiis,  Frank  B.    Centering  Arch   Bridge, 


Collapsible  Centering  for  Street  Railway  Con- 
duits.    Eng.  News.  .Varcn,  1907,  p.  315. 
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p.  267. 
Skew   Back   Forms.    Long  Island  R.   R.    Eng. 
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Template   for   Sewer   Invert,*  New   Yoric    Rapid 

Transit  Railway.    Eng.  News,  March,  1902, 
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Post  Office  at  Cleveland.  Ohio.  Eng. 
Rec.,  May.  1006,  p.  607. 
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APPENDIX  1 

METHOD  OF  GOMBIKING  MEOHAIHOAL  ANALYSIS  CURVES 

* 

In  Chapter  X  the  method  of  forming  mechanical  analysis  curves  is  dis- 
cussed, and  approximate  rules  are  given  for  combining  individual  curves 
to  form  the  curve  of  the  mixture.  More  exact  methods,  which  also  illus- 
trate the  principles,  are  given  in  the  following  pages,  taking  up  first  simple 
cases  and  then  the  more  complicated  ones. 

Case  I,  Curves  which  meet,  but  do  not  overlap.  In  Fig.  259  are  shown 
three  curves,  No.  i,  No.  2,  and  No.  3,  representing  ideal  grades  of  sand  and 
stone,  which  may  be  combined  in  such  proportions  that  the  curve  of  the  mix- 
ture will  be  of  the  ideal  form  required.  The  problem  requires  the  deter- 
mination of  the  percentages  of  each  of  the  three  materials  which  when  com- 
bined will  form  a  mixture  whose  curve  is  nearly  the  ideal.  In  order  to 
prove  that  the  percentages  found  will  produce  the  resultant  curve,  and  also 
to  illustrate  the  theory  of  the  mixture,  the  resultant  curve  will  be  first  plotted 
and  described  in  a  very  elementary  manner,  and  afterwards  by  the  methcxl 
of  ratios  which  would  be  employed  in  practice. 

Curve  No.  3  represents  a  material  all  of  whose  particles  will  pass  through 
a  sieve  having  holes  2.00  inches  diameter  and  all  of  vrhose  particles  will  be 
retained  on  a  sieve  having  holes  0.75  inch  diameter.     Stone  represented 

j„  i.j"ve  No.  2  lies  between  diameters  0.75  and  0.25  inch,  while  the 
material  of  curve  No.  i  is  all  finer  than  0.25  inch,  that  is,  is  all  under  \ 
inch.     Curves  No.  31  and  No.  3a  are  referred  to  later. 

The  curve  OehA  is  first  plotted*  as  a  parabola.  Although  the  latest  tests 
indicate  that  the  best  curve  is  a  combination  of  an  ellipse  and  a  straight  line,t 
the  parabola  will  illustrate  the  principle  of  combination  as  well  as  any  other, 
and  so  for  this  problem  we  may  assume  now  that  the  required  theoretical 
mix  of  materials  lies  in  this  parabolic  curve.  This  is  equivalent  to  saying 
that  the  desired  theoretical  mixture  of  materials  is  such,  that  at  any  ordinate 

*  Construction  op  the  Parabola. 

D  •-  largest  diameter  of  stone 

d   *"  any  given  diameter 

P  —  per  cent,  of  mixture  smaller  than  any  given  diameter 

The  equation  of  the  parabola  is 

loooo 

The  parabola  can  be  constructed  in  any  of  the  numerous  ways  given  In  text-books,  the  writer 
finding  it  easiest  to  use  a  slide  rule.  Set  D  on  the  B  scale  of  the  rule  opposite  loo  on  D  scale, 
read  any  value  of  d  on  the  B  scale  opposite  any  corresponding  value  of  P  on  the  D  scale. 

f"Laws  of  Proportioning  Concrete,"  by  William  B.  Fuller  and  Sanford  £.  Thompson,  TraA»- 
actions  American  Society  of  Civil  Engineers. 
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or  vertical  line  cuttipg  the  parabola,  the  proportion  or  percentage  of  the 
ordinate  below  the  intersection  represents  the  percentage  by  weight  of  the 
mixed  materials  which  passes  a  sieve  the  diameter  of  whose  openings  cor- 
responds to  the  given  ordinate,  and  the  percentage  above  the  curve  represents 
that  percentage  which  is  too  large  to  pass  through  this  sieve.  The  parabola 
shows,  for  example,  that  87%  of  the  mixture  of  materials  should  pass  a 
1.50-inch  sieve,  71%  should  pass  a  i-inch  sieve,  49%  a  ^-inch  sieve,  and  so 
on. 

We  may  now  take  up  the  stone  curves  in  succession  to  determine  what 
percentage  by  weight  of  each  should  be  used,  so  that  when  they  are  com- 
bined, the  mixture  will  be  as  nearly  as  possible  like  that  called  for  in  the 
parabola. 

The  chief  difficulty  in  the  method  of  determining  the  percentages  of  each 
material  Hes  in  combining  the  mdividual  curves  so  as  to  form  a  single  curve 
which  represents  the  mixture.  This  involves  drawing  on  the  same  piece 
of  paper  two  different  lines,  each  of  which  exacdy  represents  the  composi- 
tion of  the  same  lot  of  stone,  that  is,  the  exact  per  cent,  of  each  size  of 
stone  in  the  lot.  For  example,  as  is  explained  below,  on  Fig.  i 59,  lines 
SKA  and  hkA ,  each  accurately  represents  the  percentage  composition  of 
the  same  batch  of  stone,  namely.  No.  3,  and  the  full  meaning  and  value  of 

I 

these  diagrams  cannot  be  understood  until  it  is  clear  how  the  same  values 
can  be  accurately  represented  on  the  same  diagram  by  two  such  totally 
different  curves. 

In  the  first  place  it  is  seen  that  the  ordinates,  that  is,  the  vertical  lines  in 
the  diagram,  are  divided  into  100  parts  representing  percentages.  It  is 
clear,  therefore,  as  the  divisions  are  relative,  that  the  diagram  would  accom- 
plish the  same  results  and  curves  could  be  drawn  accurately  representing 
the  percentages  passed  and  retained  by  the  different  sieves,  whether  the 
distance  from  o  to  100  on  the  ordinates  were,  say,  three  times  as  large  as 
it  is,  or  whether  it  were  only  J  or  ^  of  the  present  length.  All  that  is  needed 
is  to  divide  these  vertical  lines,  whether  they  are  long  or  short,  into  100  parts 
and  let  each  division  represent  1%. 

Referring  now  to  Fig.  259,  the  percentage  composition  of  the  No.  3  lot  of 
stone  is  represented  by  line  BKA.  This  lot  of  stone  contains  no  stone 
smaller  in  diameter  than  0.75  inch  and  none  larger  than  2.00  inches. 
Running  vertically  upward  from  B  on  the  0.75-inch  line  to  h  where  it 
crosses  the  parabola,  we  see  that  the  parabola  from  hto  A  also  represents 
a  lot  9f  stone  none  of  which  is  smaller  than  0.75  inch  and  none  larger 
than  2.00  inches,  and  we  can  look  upon  this  lot  of  stone  for  the  moment  as 
entirely  separated  from  the  rest  of  the  mixture  which  the  whole  parabola 
V^resents.    If  we  wish  to  find  the  exact  percentages  of  the  various  sb 
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of  stone  which  are  in  the  portion  or  lot  represented  by  the  portion  of  the 
parabola  from  6  to  /I ,  all  that  is  necessary  is  to  draw  the  horizontal  line  rq 
through  the  point  6,  then  divide  the  vertical  distance  from  A  to  rq  into  100 
parts,  so  as  to  obtain  a  new  set  of  horizontal  Unes  or  abscissas  representing 
percentages.  Now  if  we  start  at  the  base  line  rq  and  follow  up  any  one  of 
the  vertical  lines  or  ordinates  until  it  meets  the  parabola,  and  then  follow 
horizontally  to  the  right  along  the  Une  which  intersects  the  parabola  at  the 
same  vertical  line  or  ordinate  point,  the  reading  on  the  new  smaller  percen- 
tage scale  will  give  us  the  per  cent,  of  stone  in  the  lot  bA  which  is  larger 
than  the  diameter  represented  by  this  ordinate,  etc.  For  example,  taking 
intersection  of  i.oo  ordinate  with  the  parabola  and  running  across  w^e  find 
that  75%  of  the  lot  is  coarser  than  i  inch  diameter. 

It  is  desirable  to  see  how  nearly  the  stone  in  lot  No.  3  agrees  with  the 
theoretical  lot  of  stone  called  for  by  section  bA  of  the  parabola.  In  prac- 
tice, the  comparison  may  be  made  most  readily  by  ratios  with  the  aid  of  the 
slide  rule,  as  is  described  more  fully  below,  but  the  reasoning  will  be  more 
clearly  understood  if  the  plan  described  in  the  last  paragraph  is  followed. 

Taking  first  curve  No.  3  we  may  redraw  it  on  the  same  smaller  scale  as 
the  portion  of  the  parabola  bA  is  drawn,  that  is,  it  may  be  constructed  on 
rbg  as  a  base  Une  instead  of  on  the  zero  coordinate  BF,  Since  the  vertical 
per  cent,  line  between  q  and  A  has  been  divided  into  100  parts,  this  section 
of  the  diagram  may  be  used  instead  of  the  original  per  cent,  divisions  ex- 
tending from  A  to  F.  A  piece  of  paper  the  length  of  Aq  may  be  divided 
into  100  parts  and  placed  with  its  upper  or  o  end  in  line  with  the  upp)er 
line  CA  of  the  diagram.  The  vertical  distance  from  the  line  CA  to  the 
various  points  G,  H,  /,  K,  etc.,  may  be  read  by  the  eye  and  replotted,  — 
with  the  assistance  of  the  small  scale,  —  as  g,  h^  ;,  k,  etc. 

It  is  evident  then  that  the  broken  line  bghjk  A  represents  (referring: 
to  the  small  percentage  scale  Aq)  lot  No.  3  of  stone  as  accurately  as- 
line  BGHJK  A  represents  the  same  lot  of  stone  referring  to  the  larger 
percentage  scale  A  F. 

Stone  curve  No.  3,  however,  would  never,  in  actual  practice,  be  an 
absolutely  straight  line  from  A  to  B,  It  would  be  in  all  practical  cases 
an  irregularly  curved  line,  similar,  for  instance,  to  some  of  the  actual  stone 
curves  shown  in  Fig.  56,  p.  189,  or  it  might  be  either  convex  Uke  the  curve 
No.  3  J,  Fig.  259,  or  concave  like  No.  3,.  These  curves  may  be  redrawn  in 
exactly  the  same  way  as  curve  No.  3,  and  if  the  lower  end  of  each  is 
assumed  to  start  at  point  b  where  the  new  base  line  or  bq  crosses  the 
parabola,  we  should  have  for  No.  32  the  new  curve  bg^hj^,  etc.,  and  for 
No.  3i  the  curve  whose  beginning  is  shown  by  bh^j^,  etc.    Thus  again. 
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it  is  seen  that  the  stone  curves  No.  3,  and  No.  31  on  the  original 
full-size  diagram  are  accurately  represented  also  by  the  curves  bg^hj^t  etc., 
bhjij  etc.,  drawn  to  the  smaller  scale  on  the  same  piece  of  paper. 

Thus  far  only  the  principles  involved  in  understanding  the  curves  and 
replotting  them  have  been  considered.  The  result  at  which  we  are  aiming 
is  the  determination  of  the  percentage  of  each  material  which  will  be 
required  in  the  final  mixture  of  the  aggregates.  Let  us  first  take  for  this 
cur\'e  No.  3.  The  curve  of  stone  No.  3  ends  at  B,  which  indicates  that  all 
of  this  stone  is  larger  in  diameter  than  0.75  inches  (although  about  4%  of 
it,  for  instance,  is  smaller  than  0.80  inches  in  diameter).  Now  following 
up  from  B  on  the  vertical  line  which  represents  0.75  inches  in  diameter 
until  we  come  to  the  parabola  at  point  b,  we  see  that  the  parabola  demands 

that  —  or or  61%  of  all  the  stone  and  s%nd  in  the  entire  mixture  of 

CB       100 

stone  and  sand  shall  be  smaller  than  0.75  inches  in  diameter,  and  conversely 

that  —  or  —  or  39%  of  the  mixture  shall  be  larger  than  0.75  in  diameter. 
CB       100 

No.  3  stone  is  the  only  one  of  the  three  lots  of  stone  which  is  larger  in 

diameter  than  0.75  inches,  and  therefore  39%  of  this  grade  of  stone  should 

be  used  in  making  up  the  mixture. 

These  ratios  give  us  a  clue  to  the  method  of  plotting  the  curves  to  the 

smaller  scale  with  the  aid  of  the  slide  rule,  instead  of  employing  the  longer 

method  of  actually  dividing  the  spaces  into  100  equal  parts.    The  principle 

in  each  case  is  exactly  the  same.     By  the  method  of  ratios  the  curve  bkA 

Cb        Tg        Sh 
would  be  plotted  from  the  knowledge  that  7^  =  =7;  =  -^^  = ,  etc.     The 

distances  Tg,  Shy  etc.,  may  be  read  directly  from  the  slide  rule  or  from  the 

TGXCb 
equation  which  follows   from  the  preceding,  viz.,  that  Tg  =  — pr^ — =* 

- — --  =  37%,  and  so  on. 
100 

This  actual  plotting  of  the  curves  may  be  unnecessary,  in  fact,  it  is 

usually  unnecessary  for  an  experienced  calculator,  as  the  percentages  can 

be  obtained  and  the  general  direction  of  the  curve  estimated  by  inspection.* 

♦It  is  evident  that  neither  of  the  two  batches  or  lots  of  materials  shown  by  curves  No.  3, 
and  No.  3i  are  so  well  adapted  to  form  a  parabola  as  curve  No.  3  Curve  No.  3^  would  more 
nearly  fit  the  parabola  than  it  now  does  if  its  new  curve  were  plotted  slightly  lower  so  that  it  would 
cross  the  parabola  at  a  different  point  and  a  larger  percentage  of  it  would  be  required  for  the 
mixture.  If  it  crossed  the  parabola  at  F,  the  percentage  of  it  to  use  could  be  found  by  plot- 
ting it  in  this  new  location  and  taking  for  the  percentage  the  vertical  distance  from  C  to  tfat 

end  of  the  curve,  or  what  is  the  same  thing,  taking  the  percentage  as >•  p-  ~  5'%* 
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The  next  curve  in  order  is  No.  2.  We  note  that  this  lot  of  stone  is  the 
only  one  of  the  three  whose  particles  lie  between  0.25  inches  diameter 
and  0.75  inches,  and  that  therefore  all  of  the  stone  called  for  by  the  para- 
bola between  these  two  sizes  must  be  supplied  from  No.  2  lot.  Following 
down  from  the  upper  end,  C,  of  No.  2  to  the  parabola  at  b  and  up  from  the 
lower  end  E  to  the  parabola  at  e  and  drawing  horizontal  line  ex,  we  see 
that  the  proportion  of  No.  2  stone  which  is  called  for  by  the  parabola  is 
represented  by  the  distance  between  the  Unes  rq  and  ex  or  by  line  re, 

re         26 

and  we  have  the  ratio  -pr^  «=  —  =  26%,  as  the  percentage  of  the  weight  of 

i>//i       ICO 

the  No.  2  material  to  the  total  weight  of  the  mixture. 

Plotting  curve  No.  2  in  its  new  location  as  a  part  of  the  mixture  we  ha\'e 
the  dotted  line  eb  as  representing  the  No.  2  material  after  it  becomes  a 
part,  that  is,  26%,  of  the  mixture.  The  upper  end  must  join  the  line  ^4 
because  we  are  now  plotting  a  curve  which  represents  a  mixture  of  the 
two  materials,  No.  3  and  No.  2,  and  the  mixture  must  be  represented  by 
one  single,  continuous  curve.  We  may  consider  rb  and  ex  as  two  base 
lines,  divide  the  vertical  distance  between  them  into  100  parts,  and  then 
plot  the  percentages  downward  from  rb,  equivalent  on  the  small  scale  to 
the  percentages  downward  from  DC  to  the  original  No.  2  curve  CE,  as 
described  on  page  183,  or  we  may  take  ratios,,  as  described  on  page  190^ 
and  using  the  slide  rule  set  DE  (100)  on  De  (65)  and  on  any  vertical  dis- 
tance from  DC  to  the  line  CE,  we  may  read  the  distance  from  tb  to  the 
resultant  curve  eb.  In  practice,  the  line  rb  need  not  be  plotted,  but  each 
ratio  as  it  is  obtained  may  be  added  to  the  per  cent,  already  found  for  the 
No.  3  material  to  obtain  the  distance  down  on  the  ordinate  for  the  final 
curve  of  the  mixture,  as  shown  on  page  867. 

The  required  percentage  of  material  No.  i  may  be  obtained  by  deducting 
the  sum  of  the  percentages  of  No.  2  plus  No.  3  from  100,  or  hy  inspection 
of  the  parabola  and  the  curve  of  the  portion  of  the  final  mixture  already 
plotted,  ebkA.  From  the  location  of  the  point  e  it  is  evident  that  35%  of 
the  total  mixture  of  the  material  must  pass  a  0.25-inch  sieve.  Since  No.  i 
is  the  only  material  whose  particles  are  finer  than  this,  it  is  evident  that 
this  percentage  of  the  total  mixture  must  be  entirely  formed  by  No.  u 
In  other  words,  the  percentage  of  No.  i  to  the  total  mixture  of  100  parts 
is  35%.  To  plot  the  curve  OD  as  a  part  of  the  mixture,  we  may  divide 
the  distance  eE  into  100  parts,  and  plot  the  percentages,  or  we  may  take 
the  slide  rule  and  set  Ee  on  DE,  that  is,  35  on  100,  and  read  the  correspond- 
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ing  ratios  for  the  other  ordinates.  Thus,  at  ordinate  o.io,  DE:  eE  — 
ZW\\zW^y  or  100:35=  71:2^^1,  hence  zW^  =  25. 

The  final  curve  of  the  mixture  of  materials  No.  3,  No.  2,  and  No.  i  in 
proportions  represented  by  the  percentages  obtained  is  represented  by  the 
dotted  line  AkhezO. 

To  illustrate  how  simply  such  a  diagram  as  Fig.  259  is  solved  in  practice 

without  really  going  through  the  processes  described,  we  may  determine 

the  percentage  by  weight  of  each  material  to  the  weight  of  the  final  mixture 

as  follows: 

Ch        39 
For  material  ^o.  3,  g;^  =  —  =  39%  . 

re       De  —  39        26 
DE  ^^     DE  7^ 


For  material  No.  2,  -zr^  or  — =-7; —  =»  —  —  26% 


Ee        35 
For  material  No.  i,  —  =  —  =  35% 

We  have  thus  the  percentages  of  each  aggregate  material  which  must  be 
contained  in  the  total  mixture  of  aggregate.  The  actual  proportions  of 
the  concrete  expressed  in  parts  are  obtained  in  the  same  mamier  as  is 
described  for  example  2  on  page  868. 

Case  II.  Curves  which  overlap.  Fig.  260  shows  a  more  complicated 
combination  of  materials  than  Case  I.  Curves  of  four  materials  are 
drawn. 

From  the  foregoing  it  is  clear  that  the  percentage  for  material  No.  4  is 

represented  by  Cb  or  14%.    Since  curves. No.  2  and  No.  3  overlap  each 

other,  their  values  are  less  easily  determined,  and  we  may  leave  them 

and  first  take  No.  i.     Curve  No.  i  is  determined  and  may  be  plotted  in 

the  same  way  as  curve  No.  i  in  diagram,  Fig.  259,  p.  856,  giving  the 

gF       33 
curve  05^,  and  the  percentage  —  =»  —  =  33%  the  percentage  by  weight 

GF      100 

of  No.  I  in  the  final  mixture. 

Having  found  the  per  cent,  of  No.  i  sand  to  use  and  also  of  No.  4  stone, 
namely,  33%  for  No.  i  and  14%  for  No.  4,  we  have  left  53%  of  the  total 
mixture  which  must  be  made  up  from  No.  2  and  No.  3  lots. 

On  curve  FE  the  portion  from  £  to  /  is  overlapped  by  that  part  of  the 
DC  curve  extending  from  D  to  K,  We  note  first  that  about  20%  of  the 
material  in  the  parabola  (that  portion  extending  from  g  to  L)  must  be 
supplied  with  stone  from  the  No.  2  lot,  while  about  10%  of  the  material 
of  the  parabola  (the  portion  extending  from  b  to  M)  must  come  from  the 
No.  3,  or  DC  curve.    There  is  left  then  53% — (20%  +  ic%)  —  about 
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^3%  o^  the  parabola  which  must  be  supplied  from  the  overlapping 
portions  of  the  two  curves.  Judging  from  the  general  appearance  of  the 
two  curves  it  would  appear  that  No.  2  curve  contained  stone  more  nearly 
corresjjonding  to  the  needs  of  the  parabola  than  DC. 

For  a  trial,  therefore,  we  will  give  a  larger  proportion  to  No.  2  than  to 
No.  3  stone,  say,  14%  of  the  remaining  23%  to  No.  2  and  9%  to  No.  3. 
No.  2  stone  must  then  furnish  20  +  14  =  34%  of  the  final  mixture  and 
No.  3  must  furnish  10  +  9  =  19%  of  the  final  mixture.  Through  g  draw 
a  base  line  gN  on  which  to  construct  the  new  curve  for  FE,  34%  higher 
up  draw  line  PQ  which  forms  the  upper  limit  for  new  curve  to  represent 
FE  and  the  lower  limit  for  new  curve  to  represent  DC.  Then  19%  higher 
up  draw  line  hT^  which  forms  the  upper  base  line  for  new  curve  to  repre- 
sent DC. 

Now,  by  dividing  the  vertical  distance  between  the  lines  ^iV  and  PQ 
into  100  equal  parts,  —  or  else  by  ratios,  taking  the  slide  rule  and  setting 
Pg  on  OF  and  reading  from  the  ordinates  of  FEy  the  distances  from  the 
base  line  gN  to  the  points  which  locate  the  curve  ge^  —  we  can  readily 
transfer  curve  FE  into  the  new  curve  indicated  by  the  dotted  line  ge  which 
is  assumed  to  supply  34%  of  the  stone  still  needed  by  the  parabola,  and 
in  the  same  way  by  dividing  the  vertical  distance  between  the  lines  PQ 
and  Th  into  100  equal  parts,  —  or  else  by  taking  ratios,  —  the  new  dh 
curve  can  be  laid  down. 

The  curve  from  g  to  /  and  from  h  io  k  remains  as  it  is. 

With  a  pair  of  dividers  transfer  the  distance  at  each  ordinate  from  base 
line  PQ  up  to  curve  db  down  to  curve  ge^  and  add  it  to  the  curve.  These 
new  points  will  give  the  dotted  curve  jk  as  the  exact  location  of  the  two 
batches  of  stone  No.  2  and  No.  3  combined,  34%  of  the  one  being  used 
and  19%  of  the  other. 

The  resultant  cxirve,  jk^  may  be  found  in  another  manner  after  selecting 
the  percentages  of  the  different  materials  by  adding  on  any  ordinate  the 
percentages  of  each  material  in  the  final  mixture.  For  example,  on  i.oo 
diameter,  26%  of  No.  3  stone  passes  a  i-inch  sieve,  but  since  No.  3  actually 
occupies  only  19%  of  the  mixture,  the  percentage  of  No.  3  stone  passing 
the  i-inch  sieve  in  terms  of  the  weight  of  the  total  mixture  (which  is  100%) 
would  be  19%  of  26%  =  5%.  Similarly,  the  percentage  of  the  portion  of 
the  No.  2  stone  in  the  final  mixture  which  passes  a  i-inch  sieve  is  34%  of 
88%  or  30%.  All  of  the  No.  i  material  (33%)  passes  the  i-inch  sieve, 
so  this  too  must  be  added  to  the  others,  and  we  have  5%  +  30%  -f  33%  = 
68%  as  the  percentage  of  the  final  mixture  which  will  pass  a  i-inch  sieve. 

An  inspection  of  this  dotted  line  jk  resulting  from  combining  these 
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curves  leads  us  to  the  conclusion  that  we  should  have  done  rather  better  to 
have  taken  more  of  No.  a  stone,  say,  38%  instead  of  34%,  and  15%  trf 
No.  3  instead  of  19%,  in  which  case  the  combined  curve  would  have  more 
nearly  corresponded  with  the  p}arabola.  We  would  have,  therefore,  as  a 
result  of  our  study  the  required  percentages  of  material  as  14%  of  No.  4, 
15%  of  No.  3,  38%  of  No.  2,  and  33%  of  No.  i. 

Pnctdcal  Examples  at  Proportioniiig.  Having  taken  up  in  a  very 
elementary  fashion  the  principles  by  which  curves  are  drawn  and  com- 
bined, we  may  take  two  examples  of  other  combinations  of  materials 
liable  to  be  met  with  in  practise. 

Example  I.  —  Curves  oj  two  materials.     Suppose  we  have  for  concrete 


FlO.  rfi.  — Method  of  Proporlioning  Two  Aggregates,     (See  f.  864.) 

Ihe  fine  sand  of  Fig.  57,  p.  190,  to  use  with  the  crushed  stone  of  Fig. 
55,  p.  188,  what  proportions  of  each  should  be  employed  and  how  could 
the  mixture  be  improved? 

5«(m/«>b.— The  curves  of  the  two  materials  are  plotted  to  the  same  scale 
in  Fig.  261  as  OF  and  DBLA,  and  then  the  theoretical  curve  OC^  drawn 
for  convenience  as  a  parabola  by  the  method  previously  described. 

The  curve  indicates  that  for  a  theoretical  mix  of  sizes  of  f^gregate  up 
to  ij  inches,  93%  of  the  mixture  should  pass  a  ij-inch  sieve,  76%  should 
pass  a  i-iitch  sieve,  53%  a  J-inch  sieve  and  so  on. 

Where,  as  in  this  case,  the  materials  to  be  mixed  are  represented  by  rnly 
two  curves,  no  combination  of  which  will  make  a  curve  as  close  to  the  theo- 
retical as  is  desirable,  there  is  another  limiting  condition  which  was  brought 
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out  by  the  experiments,  viz.,  that  for  the  best  results  the  combined  curve 
shall  intersect  the  theoretical  on  the  40%  line,  at  C,  and  that  the  finer  mate- 
rial shall  be  assumed  to  include  the  cement. 

In  this  case,  therefore,  where  the  stone  and  sand  curves  do  not  overlap 
each  other,  to  determine  the  best  proportions  of  stone  and  sand,  we  have 
merely  to  take  such  proportions  of  each  that  the  resultant  curve  will  pass 
through  the  ideal  curve  at  the  point  C  where  it  crosses  the  40%  abscissa. 

EC       60 
This  percentage  is  obtained  by  taking  the  ratio  -zr^  ==  "7"  —  6i%«      The 

percentage  by  weight  of  sand  plus  cement  to  total  aggregate  will  be  100% 
—  61%  =«  39%.  The  curve  of  the  mixtiire  may  now  be  drawn  by  re- 
plotting  the  curve  DBLA  in  its  new  location  JCGA  and  the  cxure  OF  in 
its  new  location  O/,  thus  making  the  combined  curve  OJCGA, 

Now  decide  upon  the  amount  of  cement  to  use  in  tlie  mix  to  give  the 
required  strength  of  concrete,  say,  one  cement  to  eight  aggregate  (the  pro- 
portion of  aggregate  being  based  on  measurement  before  mixing  together 
the  sand  and  stone),  which  will  make  the  cement  one-ninth  or  11%  of  the 
total  materials.  Deducting  this  from  the  sand  plus  cement,  we  have 
39%  — 11%  =■  28%  sand,  and  our  best  proportions  for  a  1:8  mixture 
will  be  II  parts  cement:  28  parts  sand:  61  parts  stone,  which  is  equivalent 
to  i:  2.5:  5.5.  If  the  proportions  are  required  by  volume  and  the  relative 
weights  of  the  sand  and  stone  difiFer  from  the  relative  volumes,  the  pro- 
portions should  be  corrected  accordingly. 

Plotting  the  analysis  curves  of  the  two  materials,  as  described  above, 
shows  immediately  how  to  improve  the  mix.  If,  for  instance,  the  crushed 
stone  had  been  better  proportioned  so  as  to  contain  more  particles  of  0.5 
and  i.o  inch  diameter,  —  see  curve  DHA,  —  a  curve  much  nearer  the 
parabola  could  have  been  constructed.    In  this  case  the  ratio  would  have 

EC       60 

been  -rrr  =  —  =  66%  of  stone,  and  the  proportions  of  cement,  sand, 
ilK       91 

and  stone  for  a  i:  8  mixture,  11:  23:  66  or  i:  2:6,  a  stronger  and  a  more 

impermeable  mix.    A  still  better  mixture  would  have  resulted  with  the 

use  of  coarser  sand  having  a  curve  similar  to  the  broken  line  OMN,  which 

with  the  first  material,  DBLA,  would  have  brought  the  continuous  line 

MC 
of  the  mixture  very  much  nearer  the  ideal  curve,  by  using  the  ratio  — :-  = 

MB 

45 

T~  ~  54%  ®^  curve  DBLA  and  46%  of  curve  OMN.     This  method  thus 

83 

shows  not  only  the  best  proportions  for  given  materials,  but  also  the  de- 
fects in  the  materials  and  how  to  remedy  them. 


.866  A  TREATISE  ON  CONCRETE 

The  most  valuable  use  of  the  method  of  proportioning  by  mechanical 
analysis  is  in  cases  where  the  character  of  the  work  warrants  employing 
several  grades,  that  is,  several  sizes,  of  stone  and  sand.  Such  mixtures 
are  being  increasingly  employed  as  engineers  and  contractors  more  fully 
appreciate  the  necessity  of  so  economically  proportioning  the  materials  as 
to  produce  a  mixed  a^regate  of  the  greatest  possible  density,  —  that  is, 
with  the  fewest  possible  voids,  —  thereby  reducing  the  quantity  of  cement 
and  at  the  same  time  improving  the  quality  of  the  concrete,  in  other  words, 
making  both  a  better  and  a  cheaper  concrete. 

The  process  of  determining  the  percentages  of  each  material  is  more 
complicated  than  where  only  two  aggregates,  sand  and  stone,  are  used, 
but  it  is  not  very  difficult  in  practice,  especially  if  one  is  familiar  with  the 
slide  rule,  and,  as  illustrated  in  Example  2,  the  method  is  more  exact  than 


Fig.   i6a.  —  Method  of  Proportioning  a  Graded  Mixture.    (See  p.  866.) 

with  two  materials,  for  the  reason  that  the  resulting  curve  can  be  made  to 
more  nearly  approach  the  parabola. 

Example  2.  —  Graded  Materials.  Given  the  medium  sand,  represented 
by  curve  in  Fig.  57,  page  190  and  the  three  sizes  of  crushed  stone  repre- 
sented by  the  curves  in  Fig.  56,  page  189,  find  what  percentage  of  each 
will  best  combine  to  make  the  strongest  and  densest  concrete, 

Sohtlion.  —  Since  mechanical  analysis  of  each  material  has  already  been 
made,  we  will  immediately  replot  the  four  cur\'es  on  the  same  scale  in  Fig. 
363  and  dr::w  parabola  passmg  through  pomt  O  and  the  point  at  which 
curve  No.  4  reaches  100%.     We  see  at  once  that  percentage  of  No.  4 

Kk       36 
stone  required  is  -rrr  =  — ■  =  36%.     (To  be  sure,  about  8%  of  No.  4  is 

overlapped  by  No.  3,  but  this  is  so  slight  it  need  not  here  be  considered.) 
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Let  us  detennine  sand  curve  No.  i  at  0.10  diameter  ordinate,  since  it 
can  be  seen  by  inspection  that  the  portion  oh  of  curve  No.  i  very  nearly 
fits  the  parabola  and  grains  smaller  than  o.io  diameter  must  be  suppBcd 
whoUy  from  this  curve,  whOe  the  larger  grains  represented  by  portion  hG 
are  found  also  in  No.  2  curve.  Accordingly,  we  have  the  percentage 
Ff       20 

^  "  88  "  ^^'^''' 

A  part  of  No.  3  cxurve,  that  portion  extending  from  Z>  to  /,  is  overlapped 
by  nearly  the  whole  of  No.  2  curve.  We  can  see,  however,  that  No.  3 
curve  alone  must  supply  14%  of  the  material  in  the  parabola  (that  portion 
extending  from  e  to  k).  This  leaves  100  —  (36  +  23  -f  14)  =  27%  of 
the  mixture  to  be  furnished  by  the  overlapping  portions  of  No.  3  and  No.  2 
in  such  ratio  as  best  fits  the  parabola. 

From  a  study  of  the  two  curves,  we  find  by  inspection  and  trial  plottings 
that  most  of  the  material  required  would  be  better  supplied  by  No.  2  curve, 
since  it  contains  stone  corresponding  very  well  to  the  needs  of  that  part  of 
the  parabola  extending  from  /  to  e.  Let  us  consider  23%  as  the  proper 
amount  of  the  final  mixture  to  be  furnished  by  No.  2  curve,  which  would 
leave  14  +  4  =  18%  as  the  total  portion  which  must  be  supplied  by  No.  3 
curve. 

Now,  on  any  of  the  ordinates,  we  can  locate  points  through  which  a 
curve  may  be  drawn  which  represents  a  mixture  of  the  given  sand  and 
stone  in  the  proportions  just  found,  for  example: 

Ordinace.  %  Retained. 

1.75  40x36%; -    14 

1-50  573^36% -    20 

i.io  92x36% ■»   26 

1.00  (100x36%) +  (8x18%) -36+ I -  37 

0.80  36.+ (31  X  18%)  -  36  +  6 -  42 

0.60  36  +  (66x  18%)  -36+12 -  48 

0.40  36+(88xi8%)+ (2iX23%)-36+ 16+S -57 

0.30  36  +  (93 X 18%)  +  (40X  23%)  -36+17  +  9 -  62 

0.15  36  +  18 +  (92x23%)+ (6x23%) -36+ 18  + 21+ I  -  76 

0.05  36 +18 +  23 +(30x23%) -36+ 18+23+ 7 -  84 

These  percentages  are  plotted  on  the  diagram  as  small  circles.  The 
same  points  would  have  been  obtained  if  we  had  begun  at  the  left  of  the 
diagram  and  calculated  the  percentages  passing  the  sieve. 

We  find  that  a  ciurve  drawn  through  these  points  satisfies  the  parabola 
sufficiently  well  to  assume  that  23%  of  sand,  23%  of  finest  stone,  No.  2, 
18%  of  medium  stone,  No.  3,  and  36%  of  the  largest  stone,  No.  4,  would 
make  the  best  concrete  mixture  out  of  the  given  materials. 
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Absolute  volumes  of  sand,  158 

in  mortar,  148,  159 
Abutments,  design  of,  741 
Accderated  tests  of  cements,  106 

See  also  Soundness 
Adds,  effect  upon  concrete,  293 
Adbesion  tests  of  cement  and  mortar,  102 
Adhesion  of  concrete  to  steel,  429 

References,  833 
Adhesion  of  old  and  new  concrete,  258 
Aggregate,  definition,  9 
Aggregates.    See  also  Broken  stone 

See  also  Gravel 

See  also  Sand 

coarse,  29 

essentials,  i 

&ie,  28 

laws  of  volumes  and  voids,  120 

properties  of,  i,  2 

selection,  12 

specifications,  28,  29 

tests,  IIS 

voids  and  density,  129 
Alcohol,  effect  of.    References,  846 
Alkalies,  effect  of)  294 
Alum  and  lye,  waterproof  wash,  299 
Alum  and  sos^,  waterproof  mixture,  300 
Alumina,  limiting  percentage  for  cement 

in  sea  water,  269 
Am.  Soc.  C.  £.,  standard  cement  tests, 

62 
Analysis,  air.  8^ 

chemical.     See  Chemical  analysis 

mechanical.    See  Mechanical  analy- 
sis 
Apparatus  for  cement  testing,  83 
Aqueducts.    See  Conduits 
Arches,  707 

References,  833 

abutments,  desi^  of,  741 

bridges.     See  Bridges 

centering,  745 

classification,  710 
Arches,  concrete  vs.  steel,  708 

construction,  method  of,  744 

dead  loads,  718 

earth  pre^ure,  718 

erection,  744 

example  of  design,  733 


Arches,  fixed  or  continuous,  722 

formulas,  general,  723 

formulas,  moment,  thrust  and  shear 
at  crown,  727 

groined,  792,  793 

history  of  concrete  arches,  710 

loading  to  use  in  design^  738 

Melan  system,  711 

moment  at  the  crown,  725 

Monier  system,  71 1 

notation,  719 

relation  outer  loads  and  reactions 
at  supports,  719 

rib  shortening,  732 

shape  of  ring,  714 

shear  at  the  crown,  725 

steel  reinforcements,  709 

strength.     References,  844 

stress,  allowable  unit,  741 

temperature,  effect  of,  729 

thickness  of  ring  at  crown,  714 

three-hinged,  720 

thrust  at  the  crown,  725 

two-hinged,  721 

WUnsch  system,  711 
Ash  pits,  828 

Asphalt  for  waterproofing,  302 
Autoclave  test,  112 
Automatic  concrete  elevator,  246 
Automatic  measures  for  materials,  239 

Bag  of  Natural  cement,  weight,  82 
Portland  cement,  weight,  63 

Bags  for  depositing  concrete,  268 

Banded  columns,  377,  456.  561 

Barrel  of  natural  cement,  v/eight,  82 
of  Portland  cement,  weight,  63 

Barrel,  volume  of,  9,  206 
weight  of,  9 

Barrow.     See  Wheelbarrow 

Bars,  concrete  splitting  at,  537 

deformed,  use,  6,  434,  566,  673,  765 
depth  of  concrete  iielow,  538 
length  to  imbed  in  concrete,  539 
table  of  areas  and  weights,  574 
types  of,  571 

Basement  walls,  643 

Batch  mixers,  235 
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Beams,  plain.    References,  844 
Fuller's  tests,  333,  334 
strength,  334 
tests  of  cement,  102 
Beams,  reinforced,  481.    See  also  T- 

beams 
References,  845 
analyses,  352 

bending  moments  to  use,  510 
circular,  399 
concrete  bearing  tension,  analysis, 

360 
continuous  at  the  support,  496,  555, 

589,  592,  594 
cracks  and  corrosion,  292 

deflection  curves,  439 

deformation  curves,  413 

diagonal  tension,  364,  418,  516 

end  beams  and  wall  columns,  513* 

end  reinforcement,  496 

examples  of  design,  482,  483,  490, 

493,  495,  553,  557 
experiments,  405 

bond  in  beams,  434 

continuous  beams,  441 

deflection,  440 

diagonal  tension,  418 

double-reinforced  beams,  427 

phenomena  of  loading,.  405 

rectangular  beams,  405 

steel  splices,  439 

T-beams,  415 

formulas  for  concrete  bearing   ten- 
sion, 360 

formulas  for  rectangular,  353,  481 

formulas  for  review,  484 

formulas  for  steel  in  top  and  bottom, 

358,  492 
formulas  for  T-beams,  355, 487 
foundation,  684 
general  principles,  350 
haunch,  497 

horizontal  shear,  362,  515 
modulus  of  elasticity,  400 
neutral  axis,  location  of,  410 
plane    section    before    and    after 

bending,  405 
rectangular,  481 
reinforced,  slab  load,  distribution  of 

to  supporting    beams,   447,  501 
shearing  forces,  362,  515 
spacing  of  tension  bars,  537 
steel  in  top  and  bottom,  358,  492, 

589,  592,  594 
steel  in  top  and  bottom,  example, 

554,  555 
straight  line  theory,  352 
tables  of  constants,  596,  597 
table  of  depth  of  neutral  axis,  598 
tables  of  safe  loads,  576-578 


Beams,  Talbot's  tests,  415 

T-beam  design.    See  T-beams 

tensile  resistance,  405-414 

vertical  shear,  362,  515 

working  stress,  573 
Belt  conveyor  for  concrete  machinery, 

244 
Bending  moment.     See  Moment 
Bending  moment  diagrams,  505, 506,  507, 

508,  604,  605,  606 
Bending  moments  and  shears,  502 
Bending  tests  for  steel,  480 
Bent  bajs,  points  to  bend,  534 
Bertini  system,  570 
Beton-coignet,  definition,  9 
Beton,  definition,  9 
Bin  gates  for  sand  and  stone,  225 
Bins,  for  stone  crushing  plant,  224 
Blocks,  concrete  building,  623 

in  sidewalks,  803 

molded,  268 

ornamental  stone,  623 
'  Boiler  settings,  828 

'  Boiling  tests,  106.    See  also  Soundness 
Bolts,  foundation,  684 
Bonna  system,  570 
Bond  of  concrete  and  steel,  429,  533 

hooked  bars,  value  of,  438,  540 

working  stress,  573 

to  resist  direct  puU,  430 
Bonding  old  and  new  concrete,  253 
Boonton,  N.  J.,  dam,  772 
Bottle  kihi,  823 
Boulogne  method  of  testing  consistency 

of  cement,  71 
Brick,  as  a  substitute  for  sa^d,  172 
Brick  V5.  concrete  colunms,  452 
Brick  vs,  concrete  conduits,  778 
Bridge  piers.    See  Piers 
Bridges.    References,  833 

arch,  707.    See  Arches. 

beam,  693 

girder,  694,  698,  704 

Granite  Branch  Bridge,  748 

Mystic  River  Bridge,  748 

Ross  Drive  Bridge,  748 

slab,  693,  696 

Walnut  Lane  Bridge,  706,  750 
Briquettes,  for  tensile  tests,  77 

German  standard,  96 
Broken  stone,  classification  of,  121 

characteristics.     References,  841 

compacting  of,  140 

concrete  vs,  gravel  concrete,  324 

cost  of,  25 

cost  of  crushing,  227    . 

crushing,  221 

hauling,  226 

plant  for,  224 

quality  affecting  concrete,  323 
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Broken  stone,  screened  vs.   unscreened, 
180 

screenings  vs.  sand,  166 

selection  of,  12 

size  affecting  strength,  322 

size   and   shape,   efifect   upon   per- 
meability, 308 

si)ecifications,  29 

tables  of  quantities  for  concrete,  214 

typical  mechanical  analyses,  188 

uniform  vs.  graded  sizes,  15 

voids  vs.  gravel  voids,  135 

weight,  226 
Buckets  for  depositing  concrete,  268 
Building  construction,  607 

References,  834 

advantages  of  concrete,  607 

average   costs  per   square   foot   of 
floor  area,  610 

average    costs   per    cubic    foot   of 
volume,  610 

cost,  608,  611 

curtain  walls,  645 

mixing  concrete,  243 

unit  construction,  646 

walls,  643 
Buildings,     typical     plans,     elevations, 
sections,  and  details 
Gray  and   Davis   Building,  construc- 
tion photograph,  607 
Massachusetts  Institute  of  Technology, 
frontispiece 

beam  and  colunm  reinforcement,  626 

beams,  long  span,  625 

beams  and  columns,  626 

column  reinforcement,  633  , 

chuting  concrete,  256 

cross-section,  618 

footings,  679,  683 

framing  plan,  615 

inserts,  631 

ornamental  facades,  619 

stairs,  639 
Paine  Furniture  Building 

floor  plan,  614 

roof  plan,  641 
Youth's  Companion  Building 

elevation,  616 

flat  slab  ceiling  and  colunms,  630 

floor  plan,  613 

wall  section,  616 
Burning  Portland  cehient,  821 

over-burning  and  under-burning,  60 

Calcining  Portland  cement  materials,  821 

Calcium  chloride,  288 

Cambridge  bridge,  concrete  machinery, 

248 
Car  for  conveying  concrete,  254 
Carborundum  for  rubbing,  266 


Castings,  concrete,  623 
Cast  piles,  concrete,  687 
Cellar  walls,  643 

forms,  19 
Cement.     See  also  Cement  testing 

affected  by  sea  water,  271 

affected  by  sulphate  water,  272 

air  analysis,  88 

approximate  quantity  formula,  16 

barrel,  volume,  9,  206 

barrel,  weight,  9 

chemical  analyses,  40 

classification,  40,  48 

cost,  24 

effect  of  freezing,  281 

effect  of  percentage  upon  strength  of 
mortar,  316 

essentials,  i 

fatigue,  338 

fineness,  87 

flash  set,  02 

Iron  Portland,  41 

manufacture,  813 

materials  for  manufacture,  52,  816 

mixture  with  Puzzolan  and  slag,  279 

Natural  Portland,  41 

[jer  cu.  yd.  of  concrete,  tables,  214 

production,  814 

proportion  in  rubble  concrete,  216 

proportion  in  selecting  concrete,  178 

Puzzolan,  44.     See  Puzzolan  cement 

quantity  for  concrete  sidewalks,  811 

sand,  41 

selection  of,  12 

specifications,  62 

specific  gravity,  68 

storage,  219 

to  resist  sea  water,  274 

Tufa,  42 

water  for  chemical  combination,  88 

weight  of,  113,  206 

white  Portland,  41 
Cement  rock,  52 
Cement  testing,  accelerated  tests,  106 

adhesion,  102 

American  vs.  European  sieves,  91 

apparatus  for  laborator}',  83 

autoclave  test,  112 

cautions,  i 

chimney  test,  112 

color,  112 

compression  machines,  340 

compression  tests,  100,  146 

compressive  Rtrenj;:th,  78 

consistency,  normal,  70 

effect  of  sha]ie  of  Specimen,  145 

fineness,  68 

fineness  below  No.  200  sieve,  88 

microsconical  examination,  114 

mixing,  6q 
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Cement,  moist  closet,  79 

purity  test,  66 

rate  of  applying  strain,  78,  96 

rate  of  setting,  91 

relation  of  different  tests,  145 

setting,  75 

European  methods,  90 

shearing,  146 

soimdness,  72,  103 

specifications,  62 

specific  gravity,  68 

standard  methods,  63 

standard  sand,  76 

steaming  apparatus,  73 

tanks  for  briquettes,  79 

tensile  briquette,  77 

tensile  machines,  97 

tensile  strength,  63 

tensile  tests  of  cement  and  mortar,  98 

transverse  tests,  102,  146 

water  for  normal  consistency,  88 

weight,  113 
Centigrade   to  convert    to    Fahrenheit, 

Third  cover 
Centimeter,  English  equivalents,  Third 

cover 
Centers,  arch,  745 
Chalk,  chemical  analysis,  818 
Charlestown  bridge  piers,  248 
Chaudy  and  De^n  system,  570 
Chemical  anal3rsis,  cement  testing,  64 

clay,  818 

lime,  40 

Natural  cements,  40 

Portland  cements,  40 

Puzzolan  cement,  40,  826 
Chemical   analysis,    raw    materials   for 
cement,  818 

sand,  118 

slag,  826 
Chemistry  of  hydraulic  cements,  48 
Chimney  expansion  test,  112 
Chimneys,  reinforced  concrete,  660 

anal3^is  of  stresses,  390 

construction,  660 

design,  390,  662 

Edison  Electric  Illuminating  Co.,66i 

example  of  design,  666 

formulas,  390,  664 

house,  829 

shear  and  diagonal  tension,  397 

tables,  66$,  666 
Chutes  for  depositing  concrete,  253 

under  water,  267 
Cinder  concrete,  rust  protection,  292 

slabs,  620 

slabs,  table,  584 

strength  and  elasticity,  327 

vs.  stone  concrete  in  fires,  292 

weight,  9 


Cinder  pits,  828 
Cinders,  selection,  620 

specific  gravity,  123 
Circmar  beams,  399 
Classification  of  broken  stone,  121 

of  cements,  40,  48 
Clay,  bearing  power,  669 

chemical  analyses,  818 

effect  upon  mortar,  160 

effect  upon  mortar.    References,  846 

for  Portland  cement  manufacture,  53 

water-tightness,  effect  upon,  301 
Clinker,  microscopical  tests,  114 
Coal  pockets,  828 
Coatings  for  sea  water  work,  280 
Coatings  for  waterproofing,  299 
Coefficient  of  expansion,  261 
Coignet  system,  570 
Coke  breeze,  329 
Cold.    See  Freezing 
Coloring  concrete,  810 
Color  of  cement,  112 
Columbian  system,  570 
Columns,  375,  450,  558,  631 

concrete  vs,  brick,  452 

deformation  of  plain  and  hooped,  456 

eccentric  loading,  377,  459 

economy,   vertiod  bars  vs.   spirals 
and  vertical  bars,  632 

flexure,  formulas,  377 

footings.    See  Footings,  reinforced 
Columns,  formulas  for,  375 

experiments,  450 
lon^  columns,  466 
plam  columns,  450 
spirals  and  vertical  steel,  456 
square  columns,  rectangular 

bands,  460 
structural  steel,  461 
vertical  steel,  453 

illustration  of  reinforcement,  633 

modulus  of  elasticity,  403 

plain  concrete,  strength  of,  450 

reinforced,  ^75,  4J0,  633 

rich  proportions  of  concrete,  559 

spiral  columns,  377, 634 

strength,  450,  560,  573 

structural  steel  reinforcement,  464^ 

563,  63s 

table  of  working  loads,  573 

vertical  bar  reinforcement,  453,  561 

wall  columns  and  end  beams,  513 

working  stress,  573 
Combined  footing,  678 
Compacting  of  broken  stone  and  gravel, 

140 
Composition,  of  cement  mortars,  143 

chemical.    See  Chemical  analysis 

Portland  cement,  53 

various  mortars,  146 
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Compressive  strength,    References,  843 
Compressive  strength  of  concrete,  310 

average,  tables,  312,  315,  316 

brief  tabiC  for  safe  strength,  27 

cinder  concrete,  safe  strength,  628 

columns,  450 

concentrated  loading,  330 

formula,  313 

growth,  320 

safe  strength,  27,  311,  573 

short  prisms,  344 

tests,  316 

vs.  transverse  strength,  337 

working,  in  extreme  fiber,  573 
Compressive  strength  of  mortar,  146 

Feret's  formula,  153 

Feret's  tests,  146,  150 

form  of  specimens,  81,  loi 

prisms,  403 

various,  146 

w.  tensile  strength,  loi 
Compressive  strength  of  stone,  324 
Compressive  tests  of  cement,  100 
Concentrated  loading,  effect  of,  330,  446 

diagram  for  moments  and  shears  in 
continuous  beams,  508 
Concentrated  vs.  distributed  loading,  331 
Concrete  blocks,  623 
Concrete  tile,  628 
Concrete,  specifications,  28 
Concrete,  definition,  9 

gravel  vs.  broken  stone,  324 

mixer,  235 

mixing.     See  Mixing  concrete 

plants,  241 

proportioning.     See  Proportioning 

rubble,  218 

rubble,  definition,  10 

strength.     See  Strength 

stretch,  401 

tables  of  quantities  of  materials,  214 

tables  of  volumes,  215 

theory  of  mixture,  1 78,  207 

uses,  II 

vs.  brick  columns,  452 

vs.  brick  conduits,  778 

weight,  9 

working  stresses,  573 
Concreting,  elementary  outline  of  pro- 
cess, II. 
Conductivity  of  concrete,  291 
Conduits,  777 

References,  842 

arch  top,  782 

brick  vs.  concrete,  778 

construction,  785 

design,  780 

earth  pressure  on,  781 

forms,  786 

formulas  for  rectangular,  782 


Conduits  Jersey  City  Water  Supply  Ca, 

783 
rectangular,  782 

thickness  of,  780 

water-tightness,  778 

Weston  aqueduct,  783 
Conglomerate  concrete,  weight,  9 
Conglomerate,  specific  gravity,  123 
Consistency,  Boulogne  method,  71 
Consistency  of  concrete,  250 

depositing  through  chute,  253 

effect  on  modulus  of  elasticity,  403 

effect  on  strength,  317 

effect  on  water-tightness,  298 

specifications,  31 
Consistency    of    mortar,    effect    upon 

strength,  165 
Consistency  of  paste  and  mortar,  normal, 

70,  88 
Constancy  of  volume.    See  Soundness 
Continuous  beams,  bending  moments 

use,  510 
Continuous  beams,  design,  496,  555 

diagrams  shear  and  bending  moment, 

504 
moment    of    inertia,    effect    upon 

bending  moment,  499 

shear    and    bending    moment    dia- 
grams, 504 

span,  500 

stirrups,  method  of  placing,  519 
Continuous  mixers,  235 
Contraction  joints,  259 
Contraction.     References,  837 
Conveyor  belt.     See  Belt  conveyor 
Copings,  768 
Core  walls,  774 

rubble  concrete,  774 

thickness,  774 
Cornice,  645 

Corrosion  of  steel  in  beams,  tests,  292 
Corrugated  bar,  570 
Cost,  building  construction,  608,  611 

cautions,  7 

columns;  vertical  steel  vs.  vertical 
steel  and  spirals,  632 

concrete,  24 

essentials  in  estimating,  7 

hand  mixing,  9 

labor  laying  concrete,  25 

materials  for  concrete,  24 

quarrying  and  crushing,  226 

ramming  concrete,  257 

rubble  concrete,  769 

screening  sand  and  gravel,  219 

sidewalk  construction,  808 

stone  crushing,  221,  226 

various  slab  designs,  621 
Cottacin  system,  570 
Counterfort  retaining  walls,  765 
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Cracks  in  reinforced  beams,  407 

corrosion  of  steel,  292 
Cross  reinforcement  of  ^bs,  418,  486 
Crushed  stone.     See  Broken  stone  ^ 
Crusher,  gyratory,  223 
Crusher,  jaw,  222 

Cubes  vs.  cylinders  vs.  columns,  344 
Cummings  system,  570 
Curbing,  concrete  sidewalk,  807 

Dams,  751,  768 

References,  836 

arched,  770 

Boon  ton,  N.  J.,  772 

building  of  rubble  concrete,  769 

Estacada,  Oregon,  771 

gravity  design,  770 

reinforced  design,  770 
Dead  loads,  arches,  718 
Definitions,  9 

See  material  in  question 
Deformation  and  deflection  curves  of  a 

reinforced  beam,  413,  443 
Deformation  of  hooped  columns,  456 
Deformed  bars,  use,  6,  434,  566,  673,  765 
Density,  definition,  9 

method  of  determining,  148 
Density  of  concrete,  310 

curves  of  maximum,  190 

relation  to  strength,  194 

studies  of,  190 

table  of  tests,  334 
Density  of  mixed  aggregates,  129 
Density  of  mortar,  application  of  laws, 

relation  to  strength,  145 

tests  of  mortar,  149 

tests  of  mortars  of  coarse  vs.  fine 
sand,  162 
Depositing  concrete,  249 

cautions,  4 

specifications,  31 
Depositing  concrete  under  water,  267 
Depth,  concrete  below  rods,  538 
Depth  of  T-beam,  economical,  490 

example,  554,  555 

minimum,  489 

tables,  586,  587,  588 
Derrick  for  laying  concrete,  252 
Design.  See  article  in  question ;  cautions,6 
Destructive  agencies,  289 
Diagonal  tension.     See  Tension,  diagonal 
Diagrams,  for  bending  moments,  505-508, 
604-606 

double-reinforced  beam  design,  493- 

495 

mechanical  analysis,  197 

members  under  flexure,  383, 387, 388 
Diamond  bar  system,  572 
Dietzsch  kiln,  824 


Dikes.     See  also  Core  wal^s 

Metropolitan  Water  Works,  774 

Parsippany,  laying,  244 
Distribution  of  beam  and  slab  loads  to 

girders,  501 
Distribution  of  slab  load  to  supporting 

beams,  500 
Distribution  of  stress,  dia^ams,  383,  387, 
388 

plain  concrete,  :^J7 

reinforced  concrete,  380 
Domes,  642 
Dome  kiln,  823 

Donath  system  of  reinforcement,  572 
Driveways,  810 
Dry  concrete,  251 

rammers  for,  258 
Dry  concrete  under  water,  267 
Durability,  concrete  inverts,  779 

concrete  piers,  689 
Dwelling  houses,  829 

Earth,  bearing  power,  669 

weight  of,  756 
Earth  pressure,  757 

arches,  718 

conduits,  781 

formulas,  758,  760 

inclined  back  of  wall,  759,  760 

tables  for,  757,  759 

vertical  back  of  wall,  758 

wall  with  surcharge,  760 
Eccentric  loading,  459 
Eccentric  loads,  diagrams,  383,  387 

distribution  of  stresses,  plain  con- 
crete, ^77 

distribution   of  stresses,   reinforced 
concrete,  380 
Economical  depdi  of  T-beam,  490 

example  of,  554,  555 
Edison  Electric  Illuminating  Co.,  chim- 
ney, 661 
Elastic  limit.     See  Yield  point 
Elasticity.     See  Modulus 
Elcannes  bar,  572 
Electrolytic  action,  295 
Elementary  volumes,  148 
Elevator,  automatic,  concrete,  246 
Elevators,  grain,  828 
Elongation  in  concrete,  407 
Elongation  required  in  first-class  steel, 

EUongation  required  in  mild  steel,  478 

Estimating,  essentials,  7 

Erection  of  arches,  744 

Expanded  metal,  572 

Expansion  joints.  See  Contraction 
joints       ^ 

Expansion  of  cement.  See  also  Sound- 
ness 
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Expansion  of  cement,  measurement,  11 1 
Expansion  of  concrete,  while  hardening, 
261 

coefficient  for  temperature,  261 

moisture  changes,  effect  of,  261 
Experiments  upon  reinforced  beams,  405 

bond  in  beams,  434 

continuous  beams,  441 

deflection,  440 

diagonal  tension,  418 

double-reinforced  beams,  427 

phenomena  of  loading,  405 

rectangular  beams,  405 

steel  splices,  439 

T-beams,  415 

Facing  concrete  walls,  262 

color  effects,  267 

mortar  facing,  267 

panels,  267 

photographs  of  surfaces,  263,  265 

plastering  forms,  267 
Factory  construction,  cost,  608 
Fahrenheit  to  convert  to  centigrade,  Third 

cover 
Fatigue  of  cement,  338 
Felt,  waterproofing,  302 
Fences,  829 

Feret,  R.    Effect  of  Sea  Water,  271 
Feret's  formula  for  normal  consistency, 

89 
Feret*s  formulas  for  strength  of  mortar, 

153 
Feret's  tests  of  strength  of  mortars,  146 

Feret's  triangles,  157 

Ferroinclave  system,  572 

Fiber  stress  vs.  tensile  stress,  145 

Fineness  of  cement,  advantages  of,  87 

below  No.  200  sieve,  88 

effect  on  weight,  113  . 

^>ecifications  Natural  cement,  82 

specifications  Portland  cement,  62 

standard  test,  68 

strength  affected  by,  87 
Fire   protection,   cinder  vs.    stone   con- 
crete, 289 

concrete,  289 

theory,  290 

thickness  concrete  required,  289 
Fire  resistance.     References,  837 

Woolson's  tests,  291 
Fire-resisting  qualities  of  concrete,   289 
Flash  set,  92 
Flat  slabs,  540,  629 

foundation,  684 

tests,  472 
Flexure  and  direct  stress,  diagram,  383, 

plain  concrete,  formulas,  377 
reinforced  concrete,  formtdas,  380 
Float,  plasterer's,  805 


Floors,  cinder  concrete,  620 

construction,  624, 635 

design,  552,  624 

forms,  653 

hollow  tile,  628 

loads,  617 

materials  for,  620 

proportions  of  concrete,  620 

reservoirs,  792 

slabs.    See  Slabs. 

surfaces,  635 
Footings,  design,  672 

combined,  design  of,  678 

independent,  design  of,  673 

reinforced  concrete,  673 

spread,  684 

square,  design  of,  677 

wall,  design  of,  673 
Forms.    References,  837 

beam,  651 

brief  directions  for  constructing,  19 

cautions,  4 

cellar  wall,  19 

clamp  for  beam,  651 

column,  649 

conduit,  786 

cornice,  644 

design,  658 

floors,  653 

girder,  651 

greasing,  647 

hollow  walls,  657 

lumber,  647 

plaster,  267 

removing,  648 

slab,  653 

specifications,  32 

steel,  647 

strength,  658 

time  building,  8 

wall,  656 
Formulas.     See  article  in  question. 
Foundation  bolts,  684 
Foundations,  669 

References,  8^8 

See  also  Footings 

beams  and  slabs,  684 

bearing  power  of  soils  and  rock«  66^ 

column,  673 

flat  slabs,  684 

safe  loads  (bearing),  573 

spread,  reinforced,  684 

under  water,  690 

under  water,  laying,  267 
Freezing.    References,  847 

effect  of,  5,  281,  319 

effect  of  calcium  chloride.  288 

effect  of  salt,  287 

effect  upon  sidewalks,  806 

experiments,  282 

protection  from,  286 
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Freeziiig  weather,  construction  in,   284 
specifications  for  laying  in,  32 

French    commission,    method    of    pro- 
portioning, 184 

French   commission,    setting   tests    for 
cement,  91 
standard  &and,  94 

Frost.    See  Freezing 

Fuller's  beam  tests,  334 

Fuller's  rule  for  quantities,  16 

Fuller,  William  B.    Proportioning  Con- 
crete, 175 

Gabriel  s)rstem,  572 

Gaging.    See  also  Consistency 

water  for  sand,  140 

with  sea  water,  166 
Gang  for  mixing  concrete,  233 
Gates  for  sand  and  stone  bins,  225 
German  standard  briquette,  96 
Gillmore  vs,  Vicat  needles,  91 
Girder  bridges,  694,  698,  704 
Girders.     See    also    Beams,    reinforced, 

typical  illustration  of,  552 
Glycerine,  effect  of.    References,  846 
Grain  elevators,  828 
Gram,  £n^ish  equivalents.  Third  cover 
Granite  Branch  Bridge,  748 
Granite,  specific  gravity,  123 
Granolithic,  floors,  635 

grinding,  638 

specifications,  637 
Granolithic  finish  for  water-tight  work, 

300 
Granulometric  composition  of  sand,  155 

conversion  to  mechanical  an^ysis, 
164 
Grappiers  cement,  44 

chemical  analysis,  40 
Gravel,  bearing  power,  669 

characteristics.    References,  841 

com]>acting  of,  140 

cost  of,  25 
.    cost  of  screening,  220 

screened  vs.  unscreened,  iSo 

selection  of,  12 

size  affecting  strength  of  concrete, 

323 
specifications,  29 
specific  gravity,  1 23 
tables  of  quantities  for  concrete,  214 
voids  vs.  broken  stone  voids,  135 
weight  of,  756 
Gravel  concrete,  vs.  broken  stone  con- 
crete, 324 
weight,  9 
Gravity  mixers,  237 

Gray  and  Davis  Building,  see  Buildings 
Greasing  forms,  647 
Greenhouses,  829 


Griffin  mill,  821 
Grinding  cement,  816,  818 

See  also  Fineness 
Groined  arches,  792,  793 
Groover  for  sidewalks,  805 
Grout  for  water-tight  surfaces,  300 
Grouting,  foundations,  688,  773 
Growth  in  strength  of  cement  mortar,  99 
Growth  in  strength  of  concrete,  321 
Gutter,  concrete,  807 
Gypsum,  effect  in  sea  water,  272 

effect  on  time  of  setting,  92 
Gyratory  crushers,  223 

Habrich  and  DUsing  system,  572 
Handling  concrete,  252 

data,  7 
Hand  mixing  of  concrete,  231 

vs.  machine,  231,  320 
Haunch,  design,  497 

length,  498,  556 
Havemeyer  system,  572 
Heat.    See  also  Temperature 

effect  upon  concrete,  289 

References,  847 
Heating  concrete  materials,  286 
Hennebique  system,  572 
Herringbone,  572 
High  carbon  steel,  specifications  for,  478 

05.  mild,  479 
Highway  bridges,  liveloads,  695,  715 
Hinges  for  arches,  713 
Historical  notes,  813 
Holzer  system,  572 
Hooked  bars,  value  in  bond,  438,  540 
Hooped  colunms,  456,  561 
Hot  tests,  106 

See  also  Soundness 
Houses,  829 
Hjratt  system,  572 
Hydrated  lime,  47 

added  for  water  tightness,  301 
Hydraulic  lime,  45 

chemical  analysis,  40 
Hydraulic  modulus,  54 

Impermeable  concrete. .   See  Water-tight 
concrete 

Impermeability.    See  Water-tightness 

Impurities  of  sand,  character,  168 

effect  upon  strength  of  mortar,  167 
vegetable  or  organic,  168 
washing  tests  for  organic,  118 

Inertia,   moment   of.     See   Moment   of 
inertia 

Inserts,  631 

Inverts,  durability  of  concrete,  779 

Jackson  specific  gravity  apparatus,  85, 
119 
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Jaw  crusher,  322 

Jersey  City  Water  Supply  Co.  conduit, 

783        ' 
Johnson  ring  kiln,  823 

Joints.    See  also  Contraction  joints 

construction  of,  258 

in  rtinforced  concrete,  259 

old  and  new  concrete,  258 

specifications,  32 

Kahn  bars,  572 

Kent  mill,  821 

Kilns,  rotary.    See  Rotary  Idlns 

Kilns,  stationary,  823 

Kilograms  per  sq.  cm.,  ratio  to  lb.  per 

sq.  in..  Third  cover 
Kilograms,  ratio  to  pounds,  Third  cover 

Labor.    See  Time 

Laboratory,  cement  testing  apparatus,  83 

Laitance,  chemical  analysis,  251 

effect  on  strength,  318 
Lath,  metal,  plastered  walls,  645 
Laying,  concrete,  elementary  outline,  11 

methods,  252 

specifications,  31 

tmie,  7 
laying  rubble  concrete,  769 
Laying  waterproofing  felt,  303 
Length  to  imbed  bars,  539 
Lime,  added  for  water-tightness,  301 

chemical  anal3rsis,  40 

effect  of.     References,  846 

effect  upon  strength  of  mortar,  170 

hydrated.     See  Hydrated  lime 

hydraulic.     See    Hydraulic   lime 

in  cement,  limited  in  sea  water,  273 

in  Portland  cement,  59 

manufacture,  45 

of  Teil,  45 

unslaked,  172 

weight  and  volume  of,  172 
Limestone,  chemical  analyses,  818 

for  cement  manufacture,  816 

specific  gravity,  123 
Limestone  concrete,  weight,  9 
Line  of  pressure  in  arches,  729 
Liter,  English  equivalents,  Third  cover 
Literature,  references  to,  830 
Live  loads  for  highway  bridges,  695,  715 

railroad  bridges,  716 
Loads,  bridges,  695,  715 

column,  600,  601,  602 

distribution  from  slab  to  beams,  500 

floor,  617 

foundation,  safe,  669 

impact,  695 

roof,  643 
r^oam,  effect  upon  mortar,  168 

weight  of,  756 


Lock-woven  steel  fabric,  572 
Louisville  cement,  chemical  analysts,  40 
Lubricating  forms,  647 
Lug  bars,  572 

Machine  mixing  ts,  hand,  231,  320 
Magnesia  in  cement  for  sea  water,  272 
Magnesia  in  Portland  cement,  tests,  53, 

65 
limiting  percentage,  62 

Magnesian  Ume,  46 

chemical  analysis,  40 
Manufacture  cement,  813 
Manufacture  lime,  46 
Manufacture  Natural  cement,  824 
Manufacture  Portland  cement,  815 

processes,  816 

raw  materials,  52,  816 
Manufacture  Puzzolan  cement,  825 
Manure,  effect  upon  concrete,  294 
Marine     construction.    See     also     Sea 
water 

References,  839 
Marl  for  cement  manufacture,  816 

chemical  analysis,  818 
Massachusetts  Institute  of  Technology 
drawings    and  photographs,     see 
Buildings 

specifications,  28 
McKibben,  Arches,  707 
Measures  for  materials,  automatic,  239 
Measuring  box,  illustration,  18 
Measuring  materials  for  concrete,  232 
Measuring  water  for  concrete,  240 
Mechanical  analysis,  185 

broken  stone,  188 

conversion    to   granulometric   com- 
position, 164 

curves,  plotting  of,  187,  855 

proportioning,  194 

sieves,  186 

typical  sands,  190 
Melan  system,  572 
Melan  system  of  arches,  711 
Metal  lath,  walls  plastered,  645 
Meter,  English,  equivalents,  Third  cover 
Metric    system,   ratios    for   converting. 

Third  cover 
Metric  units  of  strength  converting  to 

English  units.  Third  cover 
Mica,  effect  on  strength  of  mortar,  169 
Microscopical  examination  of  cement,  114 
Mild  steel  vs.  high  carbon,  479 
Mill  construction,  cost,  609 
Mill,  tube,  821 

Millimeter,  ratio  to  inch,  Third  cover 
Minimum  depth  of  T-beams,  489,  586, 

587 
example,  554,  587 
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Mixers  for  OMicrete,  235 

batch,  23s 

contimious,  235 

duplex  paddle,  237 

gravity,  237 

pneamatic,  258 

rotary,  237 

rotary  cube,  237 
Mixing  concrete,  231 

belt  conveyors,  244 

building  construction,  243 

Cambridge  bridge  piers,  248 

cautions,  4 

central  plant,  248 

cost  of  hand  mixing,  8 

detail  directions,  20 

devated  hopper,  243 

gang,  233 

gravity  plants,  243 

hand,  231;  cost,  9 

hand  vs.  machine,  231,  320 

machine,  234 

movable  plants,  244. 

Parsippany  dike,  247 

platform  over  mixer,  243 

pneumatic  plants,  246 

river  and  harbor  work,  248 

specifications,  31 

stationary  plant,  242 

time,  7,  238 
Mixing  machinery,  portable,  244 
Modulus  of  elasticity  of  concrete,  400 

b^uns  vs.  colmnns,  403 

determining  of,  400 

effect  of  consistency,  403 

in  compression,  400 

ratio  of  moduli,  400,  477 

tests  with  different  proportions,  402 
Modulus  of  elasticity  of  steel,  400 
Moist  closet,  illustration,  79 
Molded  blocks,  268 
Mold,  for  briquettes  for  tension,  78 

for  mortar  cubes,  loi 

for  mortar  cylinders,  81 
Moment,  bending,  concentrated  load,  508 

crown,  arches,  725 

diagrams,  604,  606 

diagram,  continuous  beam,  505-507 

for  beam  design,  510 

formulas  for,  504 
Moments  of  inertia,  table  509 

effect  of  varying,  499 
Moments  of  resistance  of  beams,  355 
Money,  foreign,  U.  S.  equivalents,  Third 

cover 
Monier  system,  572 

arches,  711 
Monotype  bar,  572 
Mortar,  affected  by  freezing,  tests,  282 

affected  by  sea  water,  271 


Mortar,  composition  of  various,  146 

compressive  tests  of  prisms,  403 

definition,  10 

density,  149 

elasticity  tests  of  prisms,  403 

effect  of  regaging,  173 

Feret's  tests  of  strength,  140.  159 

gaging  with  sea  water,  166 

selection  of  sand,  163 

strength  and  composition  of,  143 

table  of  quantities  and  volumes,  213 

tests.     See  Cement  testing 

tests  with  coarse  vs.  fine  sand,  162 

tests  of  sand  for,  115 

weight,  9 
Mushroom  system,  572 
Mushy  concrete,  251 
Mushy  concrete,  rammer,  258 
Mystic  River  bridge,  748 

Natural  cement.     See  also  Cement 
Natural  cement,  chemical  analyses,  40 

classification,  43 

definition,  10,  82 

manufacture,  824 

^)ecifications,  82 

weight,  9 

where  used,  43 
Natural  Portland  cement,  41 
Neutral  axis,  location  of,  410 

table,  598 
Newbury,  Spencer  B.,  Chemistry  of  Ce- 
ments,   48 
New  Rib  bar,  572 
New  York  Aquwiuct,  788 

subway,  302,  790 
Notation,  standard,  353 

Oil,  effect  uix>n  concrete,  294 
Oil  for  greasing  forms,  647 
Organic  impurities  in  sand,  118 
Ornamental  construction,  619,  623,  645 

Paddle  mixers,  237 
Parabola,  construction  of,  855 

vs.  straight  line  theory,  404 
Parmley  system,  572 
Parsippany  dike,  mixing  plant,  247 
Paste.     See  also  Mortar 

definition,  10 

weight  and  volume,  9 
Pavement,  street,  798 
Peat,  effect  of.     References,  846 
Percolation.     See  Permeability 
Permeability.     See  also  Water-tightness 
Permeability.     References,  839 

cement,  percentage  of,  307, 308 

concrete,  296 

coarseness  of  sand,  effect  of,  309 

laws  of,  304 
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Permeability,  method  01  testing,  306 

mortar,  296 

pressure,  increase  with,  308 

results  of  tests,  307 

shape  of  stone,  effect  of,  308 

size  of  stone,  effect  of,  308 

specimen  for  testing,  305,  306 

tables,  307,  308,  309 
Picked  surface  of  concrete,  263 
Piers,  bridge,  689 

Cambridge  bridge,  248 

design,  690 

reservoir,  793 

standard,  N.  Y.  C.  R.  R.,  691 
Piles,  concrete,  650 

Boston   Woven   Hose  and   Rubber 
Co.,  687 

cast,  651,  687 

cores  for,  686 

reinforced,  687 

sheet,  688 

with  enlarged  footing,  68$ 
Piles,  timber,  670 

concrete  capping  for,  670 

formula,  670 

safe  loads,  670 

spacing,  641,  670 
Pipes,  circular,  782 
Placing  concrete.     See  Depositing 
Plane  section  before  and  after  bending, 

403 
Plants  for  making  concrete,  243 
Plastering,  262 

Plastering,  for  water-tight  work,  300 
Plaster  of  Paris.     See  akp  Gypsum, 

effect  of.     References,  847 

effect  on  time  of  setting,  92 
Plasters  and  coatings  in  seawater,  280 
Pneumatic  mixers,  238 
Pneumatic  placing  of  concrete,  255 
Poisson's  ratio,  339, 451,  545 
Poles,  telegraph,  827 
Poling  boards  of  concrete,  683 
Porosity.     References,  839 
Portable  mixing  machinery,  244 
Portland  cement,  41.     See  also  Cement 

affected  by  freezing,  281 

chemical  analyses,  40 

color,  112 

composition,  53 

definition,  10,  41 

full  specifications,  62 

growth  in  strength,  99 

Iron,  41 

manufacture,  815 

materials  for  manufacture,  52,  816 

Natural  Portland,  41 

Sand,  41 

weight,  packed  and  loose,  o. 

White,  41 


Pounds  per  sq.  in.,  ratio  to  kg.  per  sq. 
cm.,  Tmrd  cover 

ratio  to  tons  per  square  foot,  Third 
cover 
Probst's  tests  on  corrosion  of  steel,  293 
Pressure,  earth.     See  Earth  pressure 
Pressure,  line  of,  in  arches,  729 
Prisms,  strength  of,  344 
Production  of  cement,  814 
Proportioning  concrete,  175 

arbitrary  selection,  179 

cautions,  4 

determination  of  cement,  178 

determining    proportions     of     old 
concrete,  339 

elementary  directions,  13 

French  method,  184 

Fuller's  method,  192 

importance  of  proper,  175 

inaccurate  methods,  182 

in  practice,  202 

laws  of,  .194 

materials  by  weight,  240 

mechanical  analysis,  185 

mechanical  analysis  diagrams,  196 

methods  of,  1 76 

practical,  during  progress  of  work ,  20X 

principles,  177 

Rafter's  method,  184 

sea-water  construction,  278 

trial  mixtures,  200 

typical  structures,  202 

units  for,  205 

void  determination,  181 

volumetric  synthesis,  200 

volumes,  205 

water-tight  work,  298 
ProfKjrtions,  expressing,  205 

for  concrete  floors,  637 

for  concrete  sidewalks,  802 

for  concrete  pavements.  799 

for  various  structures,  14 

raw  material  for  Portland  cement, 

53,  816 
sand  and  stone  affecting  strength, 

135 
specifications  for  concrete,  30 

Protection  of  metal,  289 

References,  840 
Puddling  concrete,  257 
Pug  mill,  823 

I*ulverized     rock,    effect    upon    water- 
tightness,  302 
Purity  test  for  cement,  66 
Puzzolan  cement,  44 

chemical  analysis,  40 

effect  of  addition.    References,  847 

manufacture,  826 

mixed  with  Portland,  in  sea  water, 

27s,  279 
where  used,  44 
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Quaking  concrete,  251 

Quantities  of  materials.     References,  848 

for  concrete,  14,  214 

for  concrete  sidewalks,  81 1 

for  mortar,  213 

for  rubble  concrete,  216 

formulas,  16,  208 
Quartering,  method,  344 
Quicklime.     See  Lime. 

Rabitz  system,  572 

Rafter's  method  of  proportioning,  184 
Railroad  bridges,  live  loads,  716 
Rammers,  for  dry  concrete,  258 

for  mushy  concrete,  258 
Ranaming  concrete,  257 

labor,  9,  258 
Ransome  s)^tem,  572 
Reaction  ct  supports,  formulas,  502 
Rectangular  beams.     Sec   Beams,   rein- 
forced 
References  to  concrete  literature,  830 
Regaging  mortar  and  concrete,  173 

effect  upon  setting,  1 74 

retarded  set.     References,  847 
Reinforced  beams.    See     Beams,     rein- 
forced 
Reinforced  columns,  559 

See  also  Columns 
Reinforced  concrete,  349,  400,  477 

brief  laws  7 

principles  of  design,  33,  349,  477 

strength.    References,  845 

working  stresses,  573 
Reinforced  concrete  footings.     See  Foot- 
ings 
Reinforced  floors,  624 
Reinforced  slabs.     Sec  Slabs 
Reinforcement.     See  also  Steel 

arch,  709 

caution,  5 

diagonal  tension,  example,  554,  555, 

556 

placing,  658 

stirrups,  typ>es,  522 

typical  floor,  beams,  and  columns, 
623,  625,  626 

vertical  and  inclined,  524 
Removing  forms,  648 
Reservoirs,  791 

References,  840 

Albany  Filtration  Plant,  793 

circular,  design,  795 

covered,  792 

floors,  792 

open,  791 

piers,  793 

roofs,  793 

walls,  793 

waterproofing,  791 


Residences,  829 

Retarded  set.     See  Regaging 

Retaining  walls,  751 

backing,  756 

copings,  768 

earth  pressure,  757 

foundations,  753 

gravity  section,  754 
Retaining    walls,     reinforced  'concrete, 
760 

table  for  gravity  sections,  755 

T-typc,  design  of,  762 

with  counterforts,  design  of,  765 
Revolving  screens,  230 
Rib  shortening,  effect  in  arches,  732 
Roadbeds,  828 
Rock,  bearing  power,  669 
Rods.    See  Bars 
Roebling  system,  572 
Roller,  dot,  for  sidewalks,  806 
Rollers  for  conveyor  belt,  244 
Roman  cement,  chemical  analysis,  40 
Roofs,  construction,  642 

loads,  643 

reservoirs,  793 
Rosendale  cement,  chemical  analysis,  40 
Ross  Drive  bridge,  748 
Rotary  kilns,  for  dry  materials,  818 

for  wet  materisils,  822 

vs.  stationary,  818 
Rotary  mixers,  237 

cube  mixer,  237,  258 
Roundhouse,  828 
Rubble  concrete,  216,  769 

Boonton  dam,  772 

core  walls,  "774 

deflnition,  10 

laying,  769 

proportion  of  rubble,  769 

table  of  materials,  216 

table  of  volumes,  217 
Rusting  of  stcci  in  concrete  beams,  tests, 

293 
Rust  prevention,  292 

Rusty  steel,  protection,  293 

Salt  in  mortar,  287 

References,  847 

percentage  to  use,  2^ 
Sampling  cement,  standard  method,  63 
Sampling  iron,  illustration,  63 
Sana,  absolute  volumes,  158 

American  vs.  European  standards, 

94 
bearing  power,  669 

cautions,  i 

characteristics.    References,  841 

chemical  composition  of,  118 

Toarseness,   effect  on   permeability, 

309 
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Sand,  compacting,  142 

comparative  tests,  164 

cost,  25 

cost  of  screening,  220 

effect  of  shape  of  grain,  135 

effect  of  size,  160 

essentials,  i 

Feret's  3-screen  analysis,  155 

for  sea-water  construction,  278 

granulometric  compiosition,  155 

impurities,  167 

limestone  sand,  i6d 

moisture  in,  137 

mortar  tests  with  various,  146 

photographs,  136 

properties,  i 

sampling  and  shipping,  115 

selection,  12,  163 

shaken  vs.  loose,  158 

sharpness,  167 

specific  gravity,  119,  123 

specifications,  28,  116 

standard,  76 

strength  of  particles,  1 19 

table  of  quantities  for  mortar,  213 

tables  of  quantities  for  concrete,  214 

tests  for  mortar  and  concrete,  115 

typical  mechanical  anal3rses,  190 

vs.  screenings,  166 

washing,  228 

water  for  gaging,  140 

weight  of,'  756 
Sand  cement,  manufacture,  41 

use  of,  41 
Sandstone  concrete,  weight,  9 
Sandstone,  specific  gravity,  123 
Sawdust,  effect  of.     References,  847 
Saw    for   shaping   concrete    test   speci- 
mens, 341 
Scales  for  weighing  cement,  illustration, 

.  69 
Schoefer  kiln,  823 
Schulter  system,  572 
Screened  vs.  unscreened  gravel  or  stone, 

x8o 
Screening  sand  and  gravel,  220 
Screening,  effect  of  moisture,  137 

specifications,  28 

vs.  sand,  ;66 
Screens,  inclined,  220 

rotating,  220,  224 
Sea  water.     References,  841 

action  of  sulphate  waters,  272 

alumina  in  cement,  269 

concrete  in,  268 

effect  of,  271 

experiments  with  cement  in,  274 

ga^ng  with,  166 

laying  concrete  under  water,  267 


Sea  water,  marine  construction.    Refer- 
ences^ 839 

sign  of  injury  from,  271 
Set,  flash  of  cement,  4,  92 
Setting  of  cement,  arbitrary  periods,  90 

chemical  process,  53 

European  tests,  90 

flash  set  in  concrete,  4,  92 

rate,  91 

regaged  mortar,  173 

rise  in  temperature,  93,  774 

specifications.  Natural  cement,  82 

specifications,  Portland  cement,  62 

standard  tests,  75 

t3rpical  cements,  92 
Sewers.     See  also  Conduits 

References,  842 
Sharpness  of  sand,  167 
Shear,  chinmey,  397 

computation  in  beams,  446 

crown,  arches,  725 

dia^nal  tension,  364,  516 

horizontal,  in  a  reinforced  beam,  362, 

S15 
strength  of  concrete,  337 

vertical,  in  a  reinforced  beam,  362, 

vertical,  in  flange  of  a  T-beam,  363 

working  stress,  573 
Shears  and  bending  moments,  502 

diagrams,  505 
Shearing  forces  in  beams  and  slabs,  362, 

.515 
Shearing  tests  of  concrete,  337 
Sheet  piling,  concrete,  668 
Shrinkage.     See    Contraction    reinforce- 
ment, 56s 
Sidewalks,  802 

affected  by  frost,  806 

color,  810 

cost  and  time  of  construction,  808 

foundation,  802 

materials,  811 

method  of  laying,  802 

proportions  of  concrete  for,  802 

thickness,  802 

tools,  810 

vault  light  construction,  808 

wearing  surface,  804 
Sieves,  for  mechanical  analysis,  186 

for  sand  tests,  117 

for  standard  cement  tests,  68 
Silica  cement.     See  Sand  cement 
Silos,  829 

Slab  bridges,  693,  696 
Slabs,  reinforced,  484 

cost  of  various  designs,  621 

cross  reinforcement,  486 

design,  484 

example  of  design,  553 
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Slabs,  flat,  540 

ratio  of  steel,  computing  of,  486 

shearing  forces,  362,  515 

span  of  continuous,  500 

square  and  oblong,  486 

tables  for  cinder  concrete  slabs,  584 

tables  of  safe  loads,  576-582 
Slab  load,  distribution  to  the  supporting 

beams,  501 
Slag  cement,  44.     See  Puzzolan 

mixture  with  cements,  279 
Slag,  chemical  analyses,  826 

for  concrete  aggregate,  326 

for  Portland  cement  manufacture, 

8i3 
for  Puzzolan  cement,  825 

Slate,  specific  gravity,  123 

Soap  and  alum  waterproof  mixture,  300 

Soda,  effect  of.     References,  847 

Soil,  bearing  power,  669 

Soundness  of  cement,  103 

apparatus  for  steaming,  73 

appearance  of  pats,  74,  105,  108 

specifications.  Natural  cement,  83 

specifications,  Portland  cement,  62 

standard  test,  72 
Spacing  of  stirrups.     See  Stirrups 
Spacing  of  tension  bars  in  a  beam,  537 
Spandrels  for  arches,  712 

filled,  712 

open,  713 
Specific  gravity,  cements,  84 

cinders,  123 

device  for  dropping  material,  86 

gravel,  123 

Jackson  apparatus,  85 

Le  Chatelier's  apparatus,  67 

sand,  123 

specifications,  Natural  cement,  82 

specifications,  Portland  cement,  62 

standard  cement  test,  68 

stone,  122,  123 

test  for  sand  and  stone,  124 
Specifications.     References,  842 

first-class  or  Mgh-carbon  steel,  478 

Massachusetts    Institute   of   Tech- 
nology, 28 

mild  steel,  478 

Natural  cement,  82 

Portland  cement,  62 

Portland  cement  concrete,  28 

proportioning  concrete,  205 

reinforced  concrete,  28 
Specimens  for  testing  concrete,  343 
Specimens  for  testing  permeabflity,  305, 

306 
Standard  notation,  353 
Stairs,  design,  639 
Stand-pipes,  794 
Stationary  kilns,  823 

vs.  rotary,  818 


Steaming.    See  Soundness 
Steaming  apparatus,  illustration,  73 
Steel,  adhesion  to  concrete,  429,  533 

adhesion.     References,  833 

areas  and  weights  of  rods,  574 

area  in  T-beams,  491 

area  in  T-beams,  example,  554,  555 

bars.     See  Bars 

bending  tests,  480 

bond  to  concrete,  429,  533 

high  carbon  vs,  mild,  479 

modulus  of  elasticity,  400 

protection  by  concrete,  289,  292 

protection.     References,  840 

quality  for  reinforcement,  478 

reinforcement  of  arches,  709 

rods.    See  Bars 

spacing  of  bars  in  beams,  537 

specifications   for  fiist-cla^,   478 

specifications  for  mild,  478 

types  of  bars,  571 

working  stress,  573 

yield  point,  478 
Stirrups,  370,  418,  517,  585 

diameter,  525,  556 

illustration  of  action  of,  522 

in  continuous  beam,  374,  524 

points,  where  not  needed,  519 

spacing,  371,  517,  556,  585 

spaang,  graphical  method  of,  526 

tables,  size  and  spacing,  525,  585 
Stone,  broken.     See  Broken  stone 
Stone,  compressive  strength,  324 

specific  gravity,  122,  123 

washing^'of,  228 
Stone  crushers,  222-224 
Stone  crushing,  221 

cost,  225-227 
Storage  of  cement,  219 
Straight  line  theory,  352,  404 
Street  pavements,  798 
Strength,  compressive.    See  Compressive 
strength 

transverse.    See  Transverse  strength 

shearing.     See  Shearing  strength 
Strength  of  cement,  98 

affected  by  fineness,  87 
Strength  of  cinder  concrete,  327 
Strength  of  colunms,  brick,  452 

long,  466 

plain,  450 

spiral  steel,  456 

structural  steel,  461 

vertical  steel,  453 
Strength  of  concrete,  310 

References,  843 

consistency,  effect  of,  317 

cubes  vs,  cylinders  vs.  columns,  344, 

466  V 

curing,  effects  of,  320 
density,  relation  to,  194 
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Strength  of  concrete,  eccentric  loading, 
effect  of,  457 
effect  of  fine  material  in  filling  voids, 

169 
growth,  321 
heat,  effect  of,  291 
Joint  Conunittee  recommendations, 

315 
laitance,  effect  of,  318 

machine  vs,  hand  mixed,  319 

methods  of  testing,  342 

percentage  of  cement,  effect  of,  316 

quality  of  stone,  effect  of,  323 

relative    proportions   of   sand   and 
stone,  effect  of,  134 

safe,  29,  311 

size  of  stone  or  gravel,  effect  of,  322 

tables,  315,  316 

variations  in  aggregate,  329 
Strength  of  mortar,  98,  143 

aiffected  by  freezing,  282 

affected  by  impure  sand,  167 

affected  by  lime,  170 

affected  by  mica,  169 

affected  by  (quantity  of  water,  165 

affected  by  size  of  sand,  160 

Feret's  formulas,  153 

Feret's  tests,  146,  159 

gaging  with  sea  water,  effect  of,  166 

lawsi  3,  144 

relation  to  density,  145 
Strength    of    reinforced    beams,    tables, 

57^578,  585-598 
Strength  of  reinforced  slabs,  tables,  579r- 

584 
Stresses,  working  unit,  in  arches,  741 

in  reinforced  concrete,  573 
Stretch  in  concrete.     See  Elongation 
Structural  steel,  protected  by  concrete, 
292 

reinforcement  of  colimms,  461,  563 
Structures,  miscellaneous,  827 
Subways,  789 

Sugar,  effect  of.     References,  847 
Sulphate  waters,  effect  on  concrete,  272 
Sulphuric  acid,  effect  on  concrete,  272 

limit  in  Portland  cement,  52,  62 

determination,  65 
Sulphuric  anhvdride.     See  Sulphuric  add 
Surfacing  walls,  262 
Systems  of  reinforcement,  571 

Tables.     See  also  matter  in  question 
areas,  weights,  and  circumferences 

of  ba^^  574 
beams  with  steel  in  top  and  bottom, 

589 
chimney  design,  665,  666 
constant  C,  for  design  of  reinforced 

beams,  596,  597 


Tables,  depth  of  neutral  axis,  598 
earth  pressure,  759 
retaining  walls,  755,  757 
safe  loadings  for  rectangular  beams, 

576,  577,  578 

safe  loadings  for  slabs  (for  design- 
ing), 579-584 

safe  loadings  for  slabs  (cinder 
concrete),  584 

safe  loadings  for  slabs  (for  review) 

581 

Talbot's  tests  of  buildings  under  load,  468 
column  tests,  450,  462 
reinforced  beam  tests,  515,  525 

Tallow,  effect  of.     References,  847 

Tanks,  796 

References,  840 

construction,  795,  796 

for  immersing  briquettes,  79 

Tar  for  waterproofing,  303 

T-beams  reinforced,  breadth  of  flange, 
416,  488 
desi^,  487 
detaib  of  design,  491 
economical  depth,  490 
economical  depth,  example,  554 
example  of  design,  553,  555 
formulas,  355 
minimum  depth,  489 
minimum  depth,  example,  554 
shear,  vertical,  in  flange,  363 
steel,  area  of,  491 
steel  area,  example,  554,  555 
tables  for  design,  586-588 
tests,  415 
tension  diagonal,  418,  425 
tensile  failure,  415 
width  of  flange,  416 
web  determined  by  shear,  488 
web  determined  by  shear,  example, 

554,  555 
Teil,  lime  of,  45 

Telegraph  poles,  827 

Temperature,  dams,  774 

effect  on  strength,  283 

rise  in  concrete  while  setting,  94,  774 

rise  in  mortar  while  setting,  93 
Temperature  stresses,  565 

arches,  729 

reinforcement,  565 

table  of  percentage  of  reinforcement, 
566 
Tensile  resistance  in  concrete,  332 
Tensile  strength.     References,  844 

cement  and  mortar,  98 

machines  for  testing,  97 

specifications.  Natural  cement,  82 

^)ecifications,  Portland  cement,  6ff 

standard  cement  test,  76 

various  mortars,  146 
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Tensile  Strength,  w.  compressive,  loi 

vs.  fiber  stress,  102,  145 
'iension,  diagonal,  364,  418,  516 

chimney,  397 

formulas,  366,  516 

illustration,  367,  370 

reinforcement  for,  example,  556 

tests,  418 

working  stress,  573 
Terracotta,  substitute  for  sand,  172 
Testing  cement.     See  Cement  testing 
Testing  concrete,  form  for  records,  347 

methods,  343 
Testing  machines,  compressive,  340 

circular  saw,  342 

tensile,  97 
Testing  permeability,  306,  307 
Testing  sand  for  concrete,  115 

sieves  for,  117,  1S7 

washing  tests  for  organic  impurities, 
118 
Testing  steel,  specifications,  478 
Tests.     Sea  material  in  question 

See  also  Cement  testing 
Theory,  of  a  concrete  nuxturc,  178,  207 

reinforced  concrete,  349 
Thermal  conductivity  of  concrete,  291 
Three-hinged  arch,  720 
Thrust  in  arches,  effect  of,  729 
Thrust  at  crown,  arches,  725 
Ties,  railroad,  828 
Tile,  concrete,  828 
Time,  building  forms,  8 

facing  concrete,  262 

filling  barrows,  7 

mixing  and  laying  concrete,  4,  8 

ramming  concrete,  257 

screening  sand,  219 

sidewalk  construction,  808 
Tonne,  English  equivalent,  Third  cover 
Tons,  per  sq.  ft.,  ratio  to  lb.  per  sq.  in., 

Third  cover 
Tools  for  concrete  work,  1 7 

for  sidewalk  construction,  810 
Transporting  concrete,  252 

chuting,  253 

pneumatic  placing,  255 
Transverse  strength,  concrete,  332 

concrete,  table,  334 

various  mortars,  146 

vs.  compressive,  145,  337 
Transverse  stress,  formula,  333 
Transverse  tests  of  cement,  102 
Trap,  concrete,  weight,  9 
Trap,  specific  gravity,  122,  123 
Triangle  mesh,  572 
Triangle,  Feret's,  157 
Trowel,  edging,  806 
Trowel,  plasterer's,  805 
Troweling  surface  for  water-tightness,  300 


Trussit  system,  572 

T-shaped  beams.     See  T-bcams 

Tube  mill,  821 

Tubes  for  depositing  under  water  267 

Tunnels,  788 

References,  848 
Two-hinged  arch,  721 

Unit  building  construction,  646 
Unsoundness.     See  Soundness 

Vassy  cement,  44 

chemical  analysis,  40 
Vault  light  construction,  807 
Vegetable  impunties,  168 
Vicat  needle,  illustration  of,  72 

vs.  Gtllmore  needle,  91 
Vissintini  system,  572 
Voids,  in  aggregates,  laws,  120 

in  concrete,  344 

in  gravel  vs.  broken  stone,  132 

in  mixed  aggregates,  1 29 

in  pile  of  spheres,  1 29 

in  sand  and  stone,  determining,  126 

in  sand  and  stone,  tables,  127 

in  sand,  effect  of  moisture,  137 

proportioning  concrete  by,  181 
Volume  of  concrete,  formulas,   208 

tables,  214 
Volume  of  loose  concrete,  249 
Volume  of  mortar,  tables,  213 
Volumetric  composition  of  mortar,  148 
Volumetric  synthesis,  200 
Volumetric  tests,  concrete,  153 

mortar,  151 

Walls,  cellar,  643 
facing,  262 
forms,  656 
hollow,  645 
mortar,  plastered  upon  metal  lath, 

645 
photographs  of  surfaces,  263-265 
reservoir,  793 

retaining.     See   Retaining   walls 
Walnut  Lane  bridge,  706,  750 
Washed  surface  of  concrete,   263 
Washing  sand  and  stone,  228 
Washing  test  for  organic  impurities,  118 
Water,     approximate     percentages     for 
testing  cement,  89 
depositing  concrete  under,  267 
effect  of  excess  in  concrete,  251 
effect  upon  strength  of  mortar,  165 
for  chemical  combination,  88 
for  mortar  of  normal  eonsistency,  89 
for  paste  and  mortar,  88 
in  concrete.     See  Consistency 
in  concrete.    References,  848 
measuring  for  concrete,  239 
required  for  gaging  sand,  140 
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Waterproofing,  alum  and  lye,  209 

asphalt,  302 

materiais  and  methods,  299 

felt,  302 

treatment  of  surface,  299 

granolithic  finish,  300 

grout,  305 

plastering,  300 

troweling  surface,  300 
Water-tight  concrete,  construction  with- 
out waterproofing,  296 

laying,  299 

proportions  for,  298 

thickness  for,  297 
Water-tight  joints,  258,  297 
Water- tightness,  296 

alum  and  soap,  effect  of,  300,  302 

brief  laws,  5 

conduits,  778 

effect  of  consistency,  298 

experiments,  307 

pulverized  rock,  effect  of,  301 
Wear,  ability  to  withstand,  773 
Wearing  surface,  concrete  sidewalks,  804 
Weighing  machine,  automatic,  819 
Weight,  bag  of  Natural  cement,  82 

bag  of  Portland  cement,  63 

barrel  of  Natural  cement,  82 

barrel  of  Portland  cement,  63 

broken  stone,  226 

cement,  affected  by  fineness,  113 


Weight  cement,  loose  and  packed,  206 

cement,  test,  113 

concrete,  9 

concrete,  loose,  249 

concrete,  table  of  tests,  334 

earth,  756 

gravel,  756 

hardpan,  756 

lime,  172 

loam,  756 

mortar,  9 

muck,  756 

proportioning  concrete  by,  240 

sand,  756 
Welded  wire  fabric,  572 
Weston  aqueduct,  783 
Wet  concrete,  251 

depositing  through  chute,  253 

for  protection  of  steel,  292 
Wheelbarrow,  illustration,  18,  241 

loads,  7 

time  filling,  7 
Woolson  tests,  fire  resistance,  291 

conductivity  of  concrete,  291 
Wunsch  system  of  arches,  711 

Yield  point,  effect  on  reinforced  beams, 

479 
required  in  first-class  steel,  478 

Youth's  Companion  Building,  see  Build- 
ings 
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Sanfobd  E.  Thompson 


This  book  has  been  designed  to  meet  the  needs  of  the 
Contractor,  the  Engmeer,  and  the  Architect  in  the  Con- 
struction and  Design  of  reinforced  concrete  structures. 

It  contains  the  results  of  17  years  of  painstaking,  scien- 
tific study  of  the  building  trades. 

The  information  presented  comprises — 

Approximate  costs  of  miscellaneous  concrete  work  useful 
as  a  guide  in  making  very  rough  estimates. 

Approximate  costs  of  reinforced  concrete  btdldings  in 
terms  of  cost  per  square  foot  of  floor  surface,  covering  a 
wide  range  of  areas  and  t3rpes  of  buildings. 

Labor  costs  in  general,  and  practical  ways  of  organising 
construction  work  along  scientific  management  lines. 

The  economical  selection  and  proportioning  of  materials 
for  concrete;  the  quantities  requiined  per  cubic  yard;  and 
the  cost  based  on  definite  prices  of  cement,  sand  and 
stone. 


Labor  costs  of  preparing  and  mixing  materials. 

The  design  and  building  of  form  work  in  the  best  and 
cheapest  manner;  and  the  times  and  cost  of  placing  steel. 

Tables  for  use  in  the  preparation  of  form  designs  and  of 
estimates. 


John  Wilbt  A  Sons,  Inc.,    Publishers,    New  Yobx 
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S-M-l  Flat  Slab  System 


DxvxLoPKD  BT  Edward  SHtrLsn 

See  pp.  542-543  for  descriptioii  and  illuatr&ticHi 

IfAu  economical  and  scientific  system  of  reinforced  concrete 

constraction. 

^Thoroughly  tested  ajid  found  satisfactory  in  actual  practice. 

^  Requires  least  amount  of  steel. 

*[  Used  in  great  number  of  buildings. 

^Approved  by  authorities  on  concrete  constructioD. 


S-M-l    Engineering   Company 

Designing  and  Consulting  Engineers 
IS  E.  Wth  St.,  N«w  York  City  Federal  St.  Bids-  Barton 
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HAVEMEYER    BARS 

* 'Every  Pound  Pulls" 

Can  be  used  ec*  pnomicali y  on  any  lype  of 
Concreie  Struciuje. 

Ruiled    V*    same    weight  and  area  as  plain 
bars — Kuund,  Squaie,  and  Flat  sections. 

Xu  excels  metal — New  Billet  Steel. 

Concrete   Steel  Company 

42  Broadway,  New  York 

Cnioigo       Philaae:;:h:a       Boston       Youngsiown       SjTacuse        Birm.ingha,m 


rx\ai 


Gabriel  Reinforcement  Co. 

STEEL  FOR  CONCRETE 
REINFORCEMENT 

DESIGNS  AND  ESnitUTES  FnKNISHBD 
PENOBSCOT    BUILDING  DETROIT.    MICHIGAN 


SAYLOR'S  PORTLAND  CEMENT 

USED  BY  THE  U.  8.  GOVERNMENT  SINCE  1876 

FIFTY  YEARS  ON  THE  MARKET 

COPLAY  CEMENT  MANUFACTURING  COMPANY 

Ebt'd  1866 

200  Fifth  Ave.,  New  Yobx  Widener  Bldq.,  Phu^. 

453  Washinoton  St.,  Boston       Heard  Bldq.,  Jacesonvillb,  Fla- 

CoPLAY,  Pa. 
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'/S  ISSUE  ■  book  on  lUiofomd  Concmta  Fftn- 

iDta  ud  Roadways,  oavvtiaa  thg  nvw  uxl 
KJaiD  wayof  roUiDAraAdfeoaaiBciTtA  and  tbv 
smploymant  of  tta»l  vin  ninfommsDt  to  atnnctben 
uid  biod.  niuatrattd,  (homnc  all  uhs  and  valuable  to 
■11  iDtantod  id  amstmiitkiD  and  maintanaiiB  of  nada. 
Alio  lor  Buildinaa,  Lawn,  Canal  Lodu,  ChiDuraj*. 
Baimr  Flp«,  Viaducts,  Rataininc  Walla,  Wall  Slab*. 
Alio.  OUT  Encineen"  Handbook  of  ConcnU  Reinfaroa- 

Stnt  PRBB  on  St{u«l 
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Biiort  Rs^tMntatlw:  D.  S.StMl  Piadocta  Campaaj,  ITbit  York 

Paciflc  Coaat  Kcfnasataliia ;  ?.  S.  Stmt  ftwdncti  Canianj 

San  Frandaca  Lm  Ancalea  Poitlud  Saattls 

American  Steel  &  Wire  Company 


The 

Fulier-Lehigh 
Pulverizer 
Mill 

Prodacea  Commct  riaBy 

CEMENT  HAVING  A 
HIGHER  PESCEirrAGE 
OF  IMPALPABLE  POW- 
DER THAN  CAN  BE 
OBTAINED  BY  ANT 
OTHER  MILL. 

FINELY  GROUND  CEMENT  INSURES: 

MAZIMnM  PERCENTAGE  OF  ACTIVE 
HYDRAnLIC  PROPERTIES 
HIGHER  SAND  CARRYING  CAPACITY 
HIGHER  COMPRESSIVE  STRENGTH 
SPPERIOR  COVERING  QnALITlES 
DENSER  CONCRETE 
UNIFORM      FINENESS 

A  COMPLETE  SELF-CONTAINED  UNIT 

The  most  economical  mill  for  pulTcrizine  Portland  Cement, 

A^cultnral  Limestone,  Asphalt  Filler 

May  we  tend  you  illuttrated  catalogue? 

LEHIGH  CAR,  WHEEL  &  AXLE  WORKS 

MAIN  OFFICE:   CATASAUQUA,  PA. 

H«w  York:  SO  Churoh  St.  Chloaga:  MoCormlnk  Bltf|. 

Pittsburgh:  Farmers  Bank  BIdg. 


^^  TOXEMNT 

INTEGRAL  WATERPROOFING  COMPOUND 

I       Character.    A  remarkable  colloidal  pow- 

[  der  which  lubricates  Portland  Cement  mor- 
tar,  concrete,   stucco,   etc.    It  makes  the 

I  particles  flow  together  into  a  denser  body, 
and  reduces  voids  to  a  minimum. 

Uses.      Especially    adapted    for    « 
proofing  Portland  Cement  construction,  con- 
crete dwellings,   factories,  office  buildings, 
elevator  and  boiler  pits.    Makes  floors  like 

I  adamant.  Superior  for  use  in  cement  mor- 
tar troweled  on  the  outside  of  rubhle  foun- 
dations, and  for  stucco  surfaces  of  buildings 
Ideal  for  use  in  foundations,  bridges  dams 
piers,  moulded  cement  work,  urns,  benches, 
statues,  balustrades,  etc. 

I  Mixing.  In  large  operations  "R  I  W 
Toiement  can  be  mixed  with  the  clinker  at 
the  cement  mill.  When  miied  on  the  job  in 
ordinary  construction  use  two  per  cent,  by 
weight  of  the  amount  of  neat  Portland 
Cement.  Preferably  it  should  be  mLted  dry 
In  Portland  Cement  construction  where  no 
water  pressure  is  present  a  smaller  amount 
of    R.  I.  W."  Toiement  may  sometimes  be 

1    used. 

Record.  "R.  I.  W,"  Toiement  has  been 
a  pronounced  success  in  many  of  the  most 
notable  structures  in  this  and  in  foreign 
countries,  a  few  illustrations  of  which  will 
be  found  in  the  Toxement  booklet  which 

I    may  be  obtained  by  addressing  Dept.  70. 

TocH  Brothers, 

I    TKkmkal  ,nd  Sdt<Uific  PaM  Uaktn  Sina  lS4t 

I  320    Fifth  Avenue,    New  York 

rk  London.  Enotanit  Toronto,  Canada 


HELDEKBERG  PORTLAND  CEMENT 

.      Uniformity  in  Compo- 
MaDUfactured    for    19  a    sition  Kives  uaiform 

years  by  one  company  "^  strength,  fineness  and 

with  one  orgauiistion  J3  color,  insuring  the  best 

using  one  process.  7    results  in  all  concrete 


IN  USB  SINCE  1669 


portland  ^^cement 

The  Lawrence  Cement  Company 

1   Broadway,  New  York 
CONCRETE  FOR  PERMANENCE 


THE  NATIONAL  CEMENT 


YEARS  of  constant  improvement  in 
manufacturing  and  selling  facilities 
have  developed  a  service  that  is  distinc- 
tively Lehigh  service  and  a  cement  that 
is  demanded  throughout  the  nation.  Mills 
from  coast  to  coast. 

Lehigh  Portland  Cement  Company 

AMantown,  Pa.  Chicago,  III.  Spokan*,  Wn. 


SEN1>  FOR  THIS  FREE  BOOK 


A  practical  BOOK  for  engineers,  contractors  and 
public  officials.  Obtain  your  copy  by  writing  the 
Service  Department  of 

The  Atlas  Portland  Cement  Company 

Itrmitr  tf  PwOtni  Ctmrnt  A 


QUALITY 

GUARANTEED 

SERVICE 

ECONOMY 

- 

PENN-ALLEN  PORTLAND  CEMENT 

Manufactured  by 

PENN-ALLEN  CEMENT  COMPANY 

Works,  Penn-Allen,  Nuarath,  Pa. 
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WARNER'S 


(Pure 
Proper  Percentages  of 


Cedar  Hollow"  Hydrated  Lime) 

LIMOID"   in  Concrete 

WILL  make  Concrete  flow  more  freely  in  chutes 
WILL  minimize  separation  of  the  ageregatea 
WILL  make  concrete  more  dense  and  impermeable 


Warntrs  "Limoid"  is  manufactured  under  methods  of  strict  milt  control 
involving  conlinuat  chemical  supervision  by  graduate  chemist,  living  at  Ike 
plant. 

FREE  LITERATURE  ON  REQUEST 

CijarUsf  WB,axntt  Companp 

Wilmington,  Dal.       18  E.  41ct  St.,  N.  Y.       Philadalphia,  Pa. 


The  Austin  Cube   Road  and  Street  Paver 

DealtBcd  (or  Hlfth  Speed  and   tha  ProducUoo  ot  Perfecily  Mlied  Concnte 

Austin  Cube  Pavers  have  been  used  exclusively  on  the  world's  most 
eitensive  concrete  road  building  projects.  Invariably  they  have  exceeded 
their  guaranteed  output  by  several  hundred  square  yards  a  day.  The 
Austin  Cube  can  be  crowded  without  fear  of  breakdowns  or  poorly-miied 
concrete.  The  cube  mixing  drum,  with  inside  breaker  rods  and  renewable 
inside  wearing  plates,  is  the  most  efficient  and  long-lived  type  of  mixer 
from  the  liewpoint  of  the  contractor  and  the  engineer. 

THE  AUSTIN  CUBE  ¥ 
BY  KNEADING 

In  the  Cube  the  batch  is 
mixed  aa  a  unit,  folding,  refold- 
ing and  squeezing— by  kneading. 
The  cement  Is  forced  into  the 

voids,  and  the  whole  is  squeezed  . 

into  a  dense,  closely-knit,  even-  I 

grained  mass.  The  Cube  Drum 
permits  kigh-grade  mixing;  oo 
matter  how  fast  it  is  revolved, 


F.  C.   AUSTIN  COMPANY,  Inc. 

Office  HhIo  OAob 

RaUway  Euhaaga  Bids. 
CHICAGO.  ILl. 


NEW  YORK  crrv 
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CONVERSION  OP  FOREIGN  TO  AMERICAN  VALUES 

LBNOTH— «i.  *  metdr»        cm.  *  centiinatttr,        mm.  *  milUmetor 
1  m.  "B  100  cm.  »  1,000  mm.  »  39.37  in.  «  3.28  ft. 

SUSFACB— m«  «  iquare  m«ter,        cm*  *  ■quara  centimeter.        mm*  ■■  ■qoare  millimeter 

1  m*  »  10,000  cm'  »  1,000,000  mm'  »  1.196  8^  yd.  »  10.764  sq.  ft. 

s  1,S50  sq.  in. 

VOLUMB—m'  -  cable  meter.        1  *  liter 

'    1  m>  »  1,000 1.  »  1.306  CO.  yds.  »  35.315  cu.  ft.  »  61023.4  cu.  in. 

-  264.2  Uq.  gaL 

WBIORT— kf.  ->  kilocram,         f .  —  gram.  t.  —  metric  ton*         lea  —  shert  ton  (2000  Ik) 

1  kg.  "  1,000  g.  >»  2.2051b.  >  35.274  oz. 

1 1.  »  1,000  kg.  =>  1.102  ton  -  2204.62  lb. 

1  kg.  per  m'  =>  1.686  lb.  per  cvu  yd.  «  0.0624  lb.  per  cn«  ft* 

1 1.  per  m'  »  1,685.57  lb.  per  cu.  yd. 

PSSSSURB 

1  kg.  per  cm'  »  0.01  kg.  per  mm'       ^  14.223  lb.  per  sq.  in. 

1  kg.  per  m'    »  0.0001  kg.  per  cm'      =  0.205  lb.  per  sq.  ft. 

=^  0.0014  lb.  per  sq.  in. 

MONBT-~£  —  pennd,  ■  «  BhilUnc,  d  «  penny,  f  -  franc,  c  -  centime, 

m  ■■  mark,  pf  *  pfennig,  1  «■  lire 

England:    1  £  »  $4.8665,  1  s  »  $0.2433,  1  d  »  $0.0203 

France,  Belgimn,  Switzerland:  If    =  100  c  —  $0,193 

Italy:  11    ==  100  c   »  $0,193 

Germany :  1  m  =  100  pf  —  $0,238 

Unit  prices:  1  f.  per  t.  »  $0,175  per  ton 
1  f .  per  kg.  «  $0.0875  per  lb. 
1  m.  per  t.  —  $0,216  per  ton 
1  m.  per  kg.  -  $0,108  per  lb. 

TBMPBRATURB 

Water  freezes  at  32^  Fahrenheit,  0^  Centigrade,  and  0^  Reaumur. 

Water  boils  at  212''  Fahrenheit,  lOO"*  Centigrade,  80"  Reaumur. 

180 
To  convert  a  Centigrade  reading  into  Fahrenheit,  multiply  by  -rz^ 

(=  1.8)  and  add  32. 

180 
To  convert  a  Reaumur  reading  into  Fahrenheit,  multiply  by  -^r-  (-  2.25) 

and  add  32. 


